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ADVERTISEMENT. 


In  making  books  we  own  that  we  are  ^  green,* 
And  for  defecta  this  ahonld  be  some  apology. 
The  Author  of  this  Treatise  has  not  been 
Plucking  sufficient  fruit  from  off  the  knowledge  tree ; 
A  fact  which  by  our  readers  will  be  seen, 
Without  the  proofs  afforded  by  phrenology ; 
But,  to  avoid  the  evils  of  satiety, 
We  shall  endeavour  to  give  some  variety. 

Materials  inexhaustible  abound, 

Which,  if  well  handled,  might  adorn  our  pages ; 

By  learning,  metaphysical,  profound. 

We  might,  no  doubt,  be  rank'd  among  the  sages ; 

The  naiive»  too,  perhaps,  we  might  astound, 

With  lists  comparative  of  weavers'  wages; 

Or,  essays  on  political  economy  ; 

Or,  loftier  still,  the  science  of  astronomy. 

Though  all  these  themes  are  worthy  of  attention, 
We  think  it  proper  in  this  i^ace  to  state. 
That  to  exclude  all  chances  of  dissension. 
The  Author  shall  not  in  this  Work  relate 
A  sentence,  which,  by  men  of  comprehennonj 
Could  e'er  be  deem'd  admitting  of  debate : 
Hence  fpolUica  we  never  once  shall  touch, 
Lest  we  should  say  too  little,  or  too  much. 

'Tis  wisdom  to  make  hay  while  weather's  sunny; 
But,  here  we  should  not  be  misunderstood : 
We  disavow  all  thoughts  of  making  money: 
We  publish  eoldy  for  the  public  good, 
(Our  own  included).    Op'ning  flowers  yield  honey ; 
This  Book  shall  yield  to  weavers  ample  food ; 
Food  for  the  mind,  which,  when  digeeted,  may 
Yield  food  to  fill  the  body  every  day. 

The  present  Work  is  not  a  periodical ; 
We  do  not  publish  number  afler  number 
Poetic,  philosophical,  rhapsodical, 
With  shining  gems  amidst  a  mass  oUumber. 
Our  plan,  in  most  respects,  is  quite  methodical. 
Meantime,  our  readers  we  shall  not  encumber 
With  more  remarks,  but  show  thenii  with  facility, 
A  specimen  or  two  of  our  ability. 
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INTRODUCTION. 


A  THOROUGH  knowledge  of  the  Art  of  Weaving,  in  all  its  va- 
rieties, is  the  gradual  result  of  indefsitigable  exertion,  and  cannot 
be  acquired,  except  by  a  long  course  of  practical  application  in 
those  parts  of  the  world  where  it  is  best  understood. 

Many  of  our  American  weavers  already  possess  sufficient  skill 
and  dexterity  in  several  branches  of  this,  the  most  complex  of  all 
arts,  to  prove  dangerous  rivals  to  those  similarly  engaged  in  other 
parts  of  the  globe ;  but  the  field  for  improvement  is  still  very  ex- 
tensive. In  every  quarter  of  this  vast  country  men  of  scientific 
genius  are  busy  in  applying  those  elementary  and  spectdcUive  prin- 
ciples, which  were  formerly  confined  to  the  closet  of  the  philosopher, 
to  the  grand  purpose  of  social  improvement.  The  great  chain 
which  connects  theory  with  the  useful  arts,  is  rapidly  extending, 
and  it  is  impossible  to  anticipate  what  may  be  the  result. 

The  feibrication  of  almost  every  species  of  cloth  appears  to  have 
been  carried  on  to  a  surprising  extent  in  the  ancient  world ;  and  a 
knowledge  of  the  processes  by  which  it  was  accomplished,  together 
with  the  improvements  made  on  many  of  them  since  their  intro- 
duction into  Europe,  are  objects  of  the  first  national  importance, 
and  no  apology  is  necessary  for  our  attempting  a  collection  of  fiicts 
on  the  subject,  embodying  them  with  our  own  experience  as  a  prac- 
tical weaver  and  manufacturer,  in  England,  Ireland,  Scotland, 
France,  Belgium,  Prussia,  &c.,  for  nearly  a  quarter  of  a  century. 

Although  the  art  of  weaving  the  more  common  feibrics  is  exten- 
sively known  in  this  country,  nevertheless,  the  intricate  and  orna- 
mental textures  are  not  weU  understood  ;  neither  have  they  been 
explained  by  any  one  thoroughly  versed  in  the  business ;  which 
precludes  the  necessity  of  further  observation  from  us  on  this  head. 

A  variety  of  publications  relative  to  this  branch  of  industry,  de- 
signed tor  the  use  of  weavers  of  common  fobrics,  have,  indeed,  ap- 
peared, at  different  times,  by  such  authors  as  O'Doherty,  Diogenes, 
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Murphy,  GrteiiougJi,Pecldie,0*VVestman,  Yates  and  Ure;  but,  that 
these  writers  were  wholly,  or  in  a  great  measure,  ignorant  of  the 
subject,  we  have  demonstrative  proofs  in  their  own  works.  The 
books  of  these  men  contain  merely  such  scraps  and  sketches  as 
were  furnished  for  them,  by  persons  who  required  instruction  them- 
selves, as  the  matter  there  presented,  abundantly  testifies.  Such 
compilations  are  nearly  filled  with  tables  and  useless  repetitions, 
^^for  the  purpose  of  facilitating  calculation,^^  as  they  are  termed. 
These  tables  appear  rather  to  have  been  intended  for  the  use  of  the 
plain  cloth  manufacturer  of  the  twelfth  century,  than  for  the  fancy 
warper,  or  figure  weaver  of  our  own  day.  To  the  mechanical  part  of 
the  business,  such  as  the  construction  of  the  looms  and  other  appa- 
ratus requisite  for  the  production  of  the  more  intricate  kinds  of  tex- 
tures, and  the  necessary  practical  Instructions,  they  have  scarcely 
alluded  in  their  treatises.  They  only  speak  of  the  art  in  its  im- 
perfect state,  as  it  existed  in  England,  Ireland,  and  Scotland  in 
times  long  past ;  and  hence  such  books  are  not  calculated  for  the 
present  age  of  improvement.  Indeed,  it  seems  to  us,  that  these 
authors  were,  (in  the  words  of  Pollok) 

"  Resolved  (m  spite  of  fate)  before  they  died, 
To  make  some  grand  discovery,  by  which 
They  should  be  known  to  all  posterity." 

The  great  majority  of  mankind  are  ever  prone  to  limit  their  de- 
sire of  information,  to  that  which  seems  at  the  time  most  necessary 
to  their  subsistence.  The  weaver  who  is  accustomed  to  be  em- 
ployed at  one  kind  of  work,  seldom  troubles  himself  to  enquire  by 
what  means  other  kinds  are  now,  or  were  produced  ;  and  although 
by  this  constant  application  to  one  branch,  he  increases  his  prac- 
tical dexterity  in  it ;  yet,  such  a  course,  at  the  same  time,  tends  to 
impede  his  progress  in  the  attainment  of  a  complete  knowledge  of 
his  vocation.  Indeed,  many  of  the  different  species  of  weaving 
have  already  become  nearly  local.  In  Great  Britain,  for  example, 
the  Manchester  weaver  is,  in  general,  as  ignorant  of  the  mode  of 
mounting  a  gauze  spider  net,  as  he  of  Paisley  or  Glasgow,  is  of  a 
Pekin  brocade,  or  an  Egyptian  shehetz.  The  division  of  labour, 
however,  is  carried  still  further :  the  mounting  of  a  loom  in  the 
figured  department  is  frequently  the  business  of  several  persons, 
and  the  working  of  it  that  of  firom  one  to  sis  others.  Some  figured 
looms  have  as  many  as  eight  Jacquaids,  of  400,  600,  900,  and 
even  1300  needles  each  ;  and  firom  one  to  four  pulley-boxes,  each 
of  which  has  a  tail,  simple,  and  drawboy  to  operate  upon  it.  These 
complicated  looms  contain  from  one  to  twelve  cumber  boards  (some- 
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times  called  harness  boards)  which  are  often  made  stationary :  but 
at  other  times  one,  or  more  are  elevated  or  depressed,  at  every  2d, 
3d,  4th,  or  6th,  passage  of  the  shuttle.  In  weaving  Marseilles 
quilting  and  petticoat  robes,  on  this  plan,  only  two  shifting  harness 
boards  in  connection  with  two,  or  more  leaves  of  beadles,  are  used. 
But  these  subjects  will  be  more  fully  treated  of  in  another  place. 

The  study  of  the  art  of  weaving  will  at  least  afford  to  an  inquisi- 
tive mind,  a  source  of  rational  and  innocent  amusement.  Besides 
this  consideration,  many  circumstances  concur,  to  render  records  of 
the  state  of  every  art,  peculiarly  desirable.  It  is  well  ascertained 
by  the  researches  of  antiquarians  and  hierologists,  that  many  use- 
ful branches  of  art,  which  were  known  and  practised  by  the  an- 
cients, have  been  almost  entirely  lost,  for  want  of  such  records. 
Perhaps  two-thirds,  or  more  of  them  have  thus  sunk  into  oblivion ; 
take  for  example,  that  of  weaving  six  and  seven  ply  carpeting, 
(known  to  the  ancients  under  the  cognomen  of  Tymolus  matting^)* 
by  the  power  of  compressed  air. 

*  The  eminent  German  hierologist,  Dr.  Lepeius,  now  employed  in  Egypt 
by  the  Pru8«ian  government,  in  a  recent  letter,  afler  mentioning  the  many  dis- 
coveries he  had  made  of  ancient  ruinn,  torn  be,  dec,  writes  as  follows: 

"With  the  exception  of  about  twelve,  which  belong  to  a  later  period,  all 
these  tombs  were  erected  contemporaneously  with,  or  soon  after,  the  building 
of  the  great  pyramid,  and  consequently  their  dates  throw  an  invaluable  light 
on  the  study  of  human  civilization  in  the  most  remote  period  of  euitiquity. — 
The  sculptures  in  relief  are  surprisingly  numerous,  and  represent  whole  fig- 
ures, some  the  size  of  life,  and  others  of  various  dimensions.  The  paintings 
are  on  back  grounds  of  the  finest  chalk.  They  are  numerous  and  beautiful 
beyond  conception — as  fresh  and  perfect  as  if  finished  yesterday  I  The  pic- 
tures and  sculptures  on  the  walls  of  the  fombn  represent,  for  the  most  part, 
scenes  in  the  lives  of  the  deceased  persons,  who^e  wealth  in  cattle,  fish  boats, 
servants,  &c.,  is  ostentatiously  displayed  before  tlie  eye  of  the  spectator.  All 
this  gives  an  insight  into  the  details  of  private  life  among  the  ancient  Egyp- 
tians. By  the  help  of  these  inscriptions  I  think  I  could,  without  difficulty, 
make  a  Court  Calendar  of  the  reign  of  King  Cheop&  But^  my  friends^  let  no 
monument  give  you  or  me  hopes^  since  not  a  pinch  of  dust  is  left  unturned^ 
by  us,  of  the  mortal  remains  of  old  King  Cheops  !  In  some  instances  I  have 
traced  the  graves  of  father,  son,  grandson,  and  even  great  grandson— all  that 
now  remains  of  the  distinguished  families,  which  five  thousand  years  ago, 
formed  the  nobility  of  the  land.  I  now  employ  daily  fifly  or  sixty  men,  in 
digging  and  other  kinds  of  labour,  and  a  large  excavation  has  been  made  in 
front  of  the  great  Sphynx." 

Another  writer  has  condensed  firom  RoselUoi,  and  other  hierologists,  the 
following  remarks : 

"  Philologists,  astronomers,  chemists,  painters,  architect,  physicians,  must 
return  to  Egypt  to  leam  the  origin  of  language  and  writing — of  the  calendar 
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The  ornamental  arts  are  so  much  regulated  by  the  prevailing 
fashion,  and  caprice  of  mankind,  that  many  species  of  fancy  manu- 
factures he  neglected  for  years,  and,  in  many  instances,  they  could 

and  solar  motion — of  the  art  of  cutting  granite  with  a  copper  chisel,  and  ol' 
giving  elasticity  to  a  copper  sword — of  making  glass  with  the  variegated  hxifn 
of  the  rainbow — of  moving  single  blocks  of  polished  syenite,  nine  hundred  tans 
in  itetght,  for  any  distance  by  land  and  water — of  building  arches  round,  and 
pointed  with  masonic  precision,  unsurpassed  at  the  present  day,  and  antece- 
dent, by  two  thousand  years  before  the  Dorians  are  known  in  hiBtory-— of 
fresco  painting  in  imperishable  colours — and  of  practical  knowledge  of  an- 
atomy. 

"  Every  crafttman  can  behold,  in  Egyptian  monuments,  the  progress  of  his 
art  four  thousand  years  ago ;  and  whether  it  be  a  wheel-wright  building  a 
chariot;  a  leather  cutter  using  the  selfsame  form  of  knife  of  old  as  is  consid- 
ered the  best  form  now ;  the  plain,  and  fancy  weavers  actively  employed  at 
their  respective  looms ;  a  white  smith  using  that  identical  form  of  blow  pipe, 
but  lately  recognized  to  be  the  most  efficient ;  the  seal  engraver  cutting  in 
hieroglyphics  such  names  as  Shoofo^Sj  ArphaaxuPe,  and  Arkite  Ghiden  Ghe- 
len^B,  above  four  thousand  three  hundred  years  ago ;  or  even  the  poulterer 
removing  the  pip  from  geese ;  all  these  and  many  more  evidences  of  Egyp- 
tian priority  now  require  but  a  glance  at  the  plates  of  Roseilini." 

To  this  catalogue  of  Egyptian  arts,  a  long  addition  might  be  made  of  mon- 
uments descriptive  of  the  goldsmith's  and  jeweller's  work;  instrumental 
music,  singing,  dancing,  and  gymnastic  exercises,  including  children's 
games,  like  some  of  the  present  day ;  the  tasteful  furniture  of  their  houses ; 
ship  building ;  drawings  in  natural  history,  so  true  to  life,  that  the  French 
naturalists,  by  means  of  them,  instantly  recognized  the  several  species  of 
Egyptian  birds  designated  by  them ;  and  of  numberless  other  branches  of  art 

In  Persia  also,  much  ethnographic  information  has  lately  been  brought  to 
light,  by  the  architects  and  artists  attached  to  the  French  embassy  in  that 
country.  Their  operations  embrace  ruins  of  the  ancient  cities  of  Nineveh, 
Babylon,  Ecbatana,  Persepolis,  Ctesiphon,  dbc.  These  researches  in  connec- 
tion with  the  labours  of  Groteford  and  Lassen,  who  have  deciphered  the  ar- 
row-headed inscriptions  of  those  cities,  are  of  great  importance  in  elucidating 
a  portion  of  the  world's  history,  of  which  we  know  so  little.  The  French 
government  has  lately  sent  a  party  to  explore  the  regions  between  Cashmere 
and  Kafferistan,  with  orders  to  report  on  the  Geography  of  those  countries— 
the  various  native  tribes  by  which  they  are  occupied,  their  languages,  monu- 
ments, &c 

In  Asia  Minor  a  new  field  for  antiquarian  researches  has  been  opened, 
which  bids  fair  to  throw  much  light  on  the  history  of  several  nations,  and  par- 
ticulariy  the  Greeks,  at  a  period,  the  history  of  which  we  know  but  little. 
The  researches  of  the  English  have  chiefly  been  in  ancient  Lycia,  where  in 
two  different  expeditions,  Mr.  Fellows  has  made  some  important  discoveries 
of  cities,  remains  of  temples,  inscriptions,  &c  He  has  also  been  able  to  make 
out  the  language  of  the  people  who  erected  these  edifices,  through  bilinqular 
fnpmiptions  found  there.  He  is  now  on  his  way  there  again,  with  a  large 
company  and  a  steamer,  for  the  piirpo^  of  transporting  to  England  such 
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never  again  be  introduced,  unless  a  knowledge  of  the  processes  em- 
ployed in  their  production  were  preserved.  When  such  knowledge 
is  only  transmitted  verbally,  and  when  it  is  confined  to  operative 

monuments  of  art  as  are  valuable  and  in  good  preservation.  The  French  and 
Prassian  governments  have  scientific  expeditions  besides,  in  other  parts  of 
Asia  Minor. 

In  Abyssinia  are  travellers  from  England,  France,  and  Germany,  who  are 
engaged  in  scientific  explorations  of  the  country.  Their  labours  will  contri- 
bute greatly  to  our  knowledge  of  that  hitherto  unknown  region.  On  the  cite 
of  ancient  Carthage  and  in  the  country  adjacent,  some  interesting  discoveries 
have  been  made.    Among  these  the  following  articles  have  been  found: 

1st  A  complete  power  loom  of  bronze,  of  vertical  construction,  adapted  to 
weave  sucteen  webs  of  cloth  at  one  and  the  same  operation,  either  plain, 
tweeled,  or  figured,  and  with  from  one  to  thirty-seven  shuttles,  &c. 

2d.  A  loom  for  weaving  dimity  and  such  stuffs,  with  tappet  wheel  to  work 
the  treadles,  and  a  curious  motion  to  stop  the  machine  when  the  weR.  thread 
or  threads  break.  This  last  contrivance  consists  of  two  parts,  one  of  which  is 
very  like  an  '  Irish  gridiron,'  and  is  fixed  in  the  lay  in  a  vertical  position, 
about  three-fourths  of  an  inch  from  one  end  of  the  reed ;  the  other  part  resem- 
bles a  French  four-pronged  eating  fork,  and  is  made  to  play  into  the  former 
at  each,  and  every  throw  of  the  shuttle.  But  as  this  motion  (with  several 
other  valuable  contrivances  in  weaving)  was  patented  by  us  in  England, 
France,  and  other  countries  in  the  years  1833,  34  and  39,  the  claims  of  the 
said  hierologigts  to  the  contrary  thereof  notwithstanding,  no  farther  notice 
need  be  taken  of  it  here ;  and  particularly  so,  as  it  is  now  being  adapted  to 
common  power  looms  at  Paterson,  N.  J.,  Troy,-N.  Y.,  and  at  Lowell,  Mass., 
where  the  curious  may  see  it  in  full  operation,  and  be  better  able  to  judge  of 
its  merits  for  themselves. 

3d.  A  spinning  machine  with  two  hundred  and  fifty-six  spindles,  copper 
drums,  and  India  rubber  bands  to  drive  it ;  all  of  which  are  in  a  tolerable 
state  of  preservation ;  the  whole  bearing  a  very  close  resemblance  to  the 
'  Danforth  frame.' 

4th.  ISj-  yards  of  '  net  work '  or  lace,  figured,  similar  to  that  used  in  tiie 
decoration  of  Solomon's  Temple,  and  of  which  so  frequent  mention  is  made 
in  the  book  of  Exodus.  This  specimen  corresponds  in  many  respects  to  that 
shown  us  by  his  Holiness,  the  Pope's  antiquarian  when  at  Rome,  in  April, 
1831,  and  of  which  we  shall  have  occasion  to  make  further  mention  hereafter. 

5th.  13f  yards  of  beautiful  lace,  being  composed  of  gold  and  silver  tlireads 
alternately,  on  which  are  represented  the  sun,  moon,  and  stars ;  the  crocodile, 
pelican,  heron,  and  goose ;  and  also  a  man  and  woman  in  a  state  of  nudity, 
eating  fruit,  which  they  appear  to  have  plucked  from  off  a  tree  hard  by ;  there 
is  also  in  the  same  group  a  likeness  of  a  serpent,  very  much  resembling  our 
modern  boa  constrictor. 

Homer  describes  ^^  an  upper  garment"  which  Penelope  made  for  Ulysses 
before  going  to  Ilium.  On  the  front  part  of  it  a  beautiful  hunting-piece  was 
wrought  in  gold.  It  is  thus  described.  "  A  dog  holds  a  fawn  with  its  fore 
feet,  looking  at  it  as  it  pants  with  fear  and  strives  to  make  its  escape."— 
{Orf.r.  226—235.) 
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tradesmen,  emf^oyed  in  the  active  duties  of  their  vocations,  little 
expectation  can  be  formed  of  its  general  diffusion.  The  attention 
of  such  men  is  naturally  more  directed  to  their  present,  than  to  their 
former  employments ;  and  when  it  is  no  longer  in  their  power  to  il- 
lustrate the  instructions  which  they  may,  occasionally,  wish  to  con- 
vey to  others,  by  showing  them  the  practical  operation,  the  task  be- 
comes doubly  difficult.  From  the  want  of  proper  information  on 
such  subjects  a  person  may  possibly  think  himself  the  inventor  of  a 
certain  machine,  which  he  conceives  to  be  legitimately  begotten, 
and  may  succeed  in  obtaining,  from  capitalists,  unskilled  in  the  par- 
ticular art  to  which  it  relates,  vast  sums  of  money,  on  the  strength 
of  such  an  impression ;  and  still  a  similar  machine  may  have  been 
in  use  long  before^or  even  is  at  the  present  day,  without  his  know- 
ledge of  the  &ct.  Many  a  man  has  been  deceived  in  supposing 
himself  the  originator  of  a  certain  contrivance,  which  he  might  have 
found  described  in  some  old  book,  or  Irishman's  portfolio. 

It  ought  to  be  our  study  to  fix  permanently  upon  the  memory, 
some  of  the  extraordinary  events  that  happened  in  the  world  thou- 
sands of  years  before  we  had  an  existence  upon  it  We  Hod  our- 
selves inhabitants  of  one  of  the  numberless  planets  which  ai  e  ever 
rolling  along  through  infinite  space,  at  a  most  astonishing  rate  of 
speed.  We  have  no  means  of  knowing  at  present  what  beings  in- 
habit, or  what  laws  govern  those  glorious  orbs  that  on  all  sides  sur- 
round us,  or  how  fisur  advanced  in  the  arts  their  inhabitants  may 
have  become,  and  particularly  in  that  of  power  loom  weaving  with 
mesmeric  cams.*  We  have  now  no  communication  with  other 
worlds,  nor  with  the  beings  that  people  them.  This  earth  on  which 
we  live  is  ours  (that's  a  &ct)  and  it  affords  amf^e  scope  for  human 
study.  The  enquiring  mind  should  be  anxious  to  know,  who  were 
the  best  manu&cturers  of  figured  and  other  fabrics  that  from  time 
to  time  flourished  on  its  variegated  surfece ;  what  events,  changes, 
and  revolvtions  it  has  undergone,  and  how  many  Jacquard  looms, 
and  other  useful  machines,  invented  by  our  antediluvian  relations, 
have  been  engulphed  in  its  bowels,  or  otherwise  knocked  into  chaos. 
It  is  only  by  reading,  by  searching  the  records  of  the  past,  by  deep 

*  Marco  Polo  mentions,  (Marsden's  Translation,  p.  176.)  that  incombusti- 
ble cloth  was  woven  from  a  fibrous  stone  found  at  Ghenchen  in  the  territory 
of  the  Great  Khan.  It  was  pounded  in  a  brass  mortar ;  then  washed,  to 
separate  the  earthy  particles;  spun  and  woven  into  cloth;  and  cleansed, 
when  dirty,  by  being  thrown  into  the  fire. 
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mental  application,  and  above  all,  by  bodily  exertion,  that  we  can 
arrive  at  this  profound  knowledge ;  but,  if  we  can,  although  only 
partially  obtain  some  accounts  of  the  arts,  and  of  what  has  hap- 
pened connected  with  them,  in  ages  far  remote,  it  is  our  duty  not  to 
keep  them  locked  up  for  our  own  gratification,  but  to  bring  them 
f<Nrdi  for  the  improvement  of  our  fellow-men,  and  more  particularly 
for  the  manufocturing  portion  of  our  own  community. 

We  are  confident  that  many,  and  were  about  to  say,  the  gene- 
rality, of  readers  lose  more  than  half  the  advantage  they  might 
otherwise  derive,  for  want  of  fixing  on  their  minds  the  dtztes  and 
periods  of  time  most  remarkable  in  the  history  of  such  subjects  as 
the  [H-esent. 

"  To  him  who  reads  with  judging  eyes, 
And  studies  as  he  should, 
PhUoflophy  brings  large  supplies ; 
His  mind  improves,  his  pleasures  rise, 
He  cannot  but  be  great  and  wise." 

The  traveller  who  visits  different  countries  to  view  their  varied 
scenery,  and,  perhaps,  to  pick  up  the  inventions  of  ingenious 
men  by  the  way,  would  experience  but  little  advantage  if,  when  he 
entered  into  a  zephjrr  three  ply  bed  quilt  manufactory  he  stood  still, 
and  kept  his  eye  fixed  on  one  object  only,  for  example,  such  as  a 
double  or  treble  shifting  cumber  board  ;  but  when  he  looks  around 
him,  views  the  electric  cams,  the  mercurial  shuttle  changers,  the 
revolving  detached  shuttle  boxes,  with  Poole  and  Fletcher's  patent 
galvanizers,  hoUow-cone  warp  dividers,  &c.,  as  they  perform  their 
respective  functions,  both  separately  and  collectively  ;  his  eye 
glistens  with  gladness  and  his  heart  beats  with  delight,  while  he 
sees  that  he  may  handily  turn  the  ingenuity  of  other  men  to  his 
own  purposes,  without  even  thanking  them  for  it.  If  our  traveller 
should  chance  to  be  one  of  those  prodigies  of  nature,  to  whom  fate 
has  given  some  lucky  powers  of  combination  and  adaptation,  he  at 
one  view  can  see  the  mechanism  in  all  its  various  phases  of 
operation,  and  he  enjoys  the  scene  with  exquisite  relish. 

^  Unto  the  solid  beam  the  warp  is  tied, 
While  hollow  cones  the  parting  threads  divide, 
Through  which  a  thousand  shuttles  swifUy  play, 
And  for  the  zephyr  weft  prepare  a  ready  way." 

(Metam.  VL    (yRomMs  Trans.) 

We  shall  here  notice  two  objections  which  have  been  urged  by 
several  European  manufacturers  against  us,  in  our  undertaking  to 
publish  the  present  work. 
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The  first  of  these  is,  that  it  is  improper  to  divulge  the  secrets  of 
any  trade,  because  it  may  operate  to  the  prejudice  of  those  who 
practise  it.  This  doctrine  is  now  so  justly,  and  almost  universally 
exploded,  that  we  shall  occupy  very  little  room  upon  it.  It  will  be 
seen  at  once,  without  entering  at  all  into  the  question  of  the 
policy  of  monopolies,  whether  preserved  by  secret  or  legal  restric- 
tions,  that  the  case  does  not  apply  to  the  business  of  weaving.  It 
is  absurd  to  suppose  that  a  trade  which  employs  so  many  millions 
of  people,  and  which  has  existed  almost  since  the  creation  of  the 
world,  either  is,  or  can  be  secret.  Besides,  experience  has  suffi- 
ciently  proved,  that  liberal  and  unreserved  communication  between 
artificers  of  all  descriptions,  has  always  produced  good  and  never 
evil.  Indeed,  it  is  obvious  that  every  man,  where  this  takes  place, 
receives  the  advantage  of  the  instruction  of  many,  and  gives  only 
his  own  in  return.  The  balance,  therefore,  must  always  be  in 
his  fevour.  With  these  short  remarks  we  shall  dismiss  this 
objection. 

The  second  objection,  though  it  does  not  appeal  to  us  to  stand 
upon  a  more  soUd  foundation  than  the  other,  may  require  a  Uttle 
more  consideration.  The  objection  is,  that  by  communicating 
information  upon  the  art  of  weaving,  a  knowledge  of  that  art  may 
be  acquired  in  other  countries,  consequently  the  manufactm-es  may 
become  less  productive  to  those  engaged  in  them. 

Although  this  proposition  were  admitted  in  its  fullest  extent 
respecting  arts  in  general,  it  could  have  no  effect  on  that  of 
weaving,  which  has  been  entirely  imported  from  the  East,  into 
Europe,  and  has  received  but  little  improvement  in  that  quarter  of 
the  globe. 

The  great  antiquity  of  this  art,  necessarily  involves  the  earUer 
ages  of  its  history  in  considerable  obscurity.  It  is  very  evident, 
however,  that  none  of  its  branches  originated  in  Europe,  or  America, 
the  cotton  stufis  worn  by  the  aborigines  of  this  country,  when 
discovered  by  Columbus,  excepted.  According  to  Melik  Cassam 
Mirza  of  Tebriz,  Persia,  the  silk  manufacture  was  first  practised  in 
China,  by  Ouang  Tippo  Ichao,*  a  native  of  Tsing  Kiang  Fou, 
in  the  province  of  Kiang  Nau,  about  the  year  of  the  world  1743  : 
and  firom  other  sources  equally  authentic,  we  learn  that  the  cotton 
had  its  origin  in  India,  and  the  shawl  and  carpet  in  Persia. 

*  The  Emperor  Kaung-Shee,  in  his  Observations  on  Natural  History, 
takes  notice  that  the  Chinese  are  greatly  mistaken,  when  they  say  that  silk 
was  an  exclusive  product  of  China ;  for  that  the  upper  regions  of  India 
have  a  native  worm  of  larger  growth  and  which  spins  a  stronger  silk  than 
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These  fitcts  sufficiently  prove  that  we  have  no  preVenaions  to 
superior  knowledge^  or  exclusive  possession  of  any  secrets  or  mys- 
teries connected  with  the  art  of  weaving.  The  very  names  of 
many  febrics  correspond  to  the  places  where  they  were  first  manu- 
factured, and  the  following,  for  example^  are  all  eastern :  Nankeens, 
Ballasores,  Madrasses,  Bengals,  Lachores,  Bungoes,  Trebizonds,  (a 
kind  of  frizzled  net)  Bagdad  lace,  Cashmere  scarfe,  Japem  brocades, 
Pekin  brocades^  Canton  crapes,  Turkey  gauze,  Grecian  net, 
Damask,  &c.  All  these,  and  many  mcnre,  including  dimity  and 
muslin^  are  fiibrics  of  eastern  manu&cture* 

Cotton  stuffs,  properly  so  called,  are  first  mentioned  as  an  article 
of  commerce  in  Airian's  Periplus  of  the  Erytbrean  sea.  He  in- 
forms us  that  they  were  imported  from  India  to  Aduli,  a  port  on  the 
Red  Sea,  and  he  specifies  as  the  principal  marts  of  Hindoostan, 
where  the  goods  were  obtained,  Barygaza,  Barodie^  Masaha,  and 
Masuliputamy  which  was  then  as  it  ever  since  has  been,  famous 
for  the  manu&cture  of  cotton  goods.  He  adds  that  ^^  the  tran- 
sparent gangetic  Sindones  "  were  the  most  highly  valued ;  and  this 
superiority  of  the  Bengal  muslins  continues  to  the  present  day. 
We  may  remark  that  the  Periplus  affords  an  extraordinary  proof  of 
the  condition  of  the  arts  in  India,  for  the  description  which  Forbes 
gives  of  the  inanu£eu:tures  of  Baroche  is  very  nearly  identical  with 
that  furnished  by  Arrian  sixteen  centuries  ago.  "  The  cotton  trade 
at  Baroche,"  he  says,  ^^  is  very  considerable,  and  the  manu&cture 
of  this  valuaUe  plant,  from  the  finest  muslin  to  the  coarsest  sail- 
cloth, employs  thousands  of  men,  women,  and  children,  in  the  me- 
tropolis and  adjacent  villages.  The  cotton  clearers  and  spinners, 
generally  reside  in  the  suburbs  or  poorahs,  of  Baroche,  which  are 
very  extensive.  The  weavers'  houses,  are  mostly  near  the  shade 
of  tamarind  and  mango  trees,  under  which,  at  sunrise,  they  fix  their 
looms,  and  weave  a  variety  of  cotton  cloth,  with  very  fine  baftas 


any  in  China,  (Barrow^B  Travels  in  China,  p.  437.)  By  ecdthoritiea  of  high 
repute  in  China  we  are  informed,  that  Si-Lmg,  wife  of  the  Emperor  Hoang- 
Ti,  began  to  breed  nik  worms  about  2600  years  before  ouf  era,  and  that  the 
mulberry  tree  was  coltivated  for  this  purpose  2200  years  B.  C.  {RimmU 
dm  prindpaux  JVaitia  Cfdmns  star  la  Ctdture  des  Muriers  et  VEducatUm 
des  vers  orSaie  traduU  par  Stanislas  JuUen,  Paris  1837,  p.  67, 68.)  The  mul- 
berry tree  is  chiefly  cultivated  in  Cbe-keang,  which  province,  together  with 
the  only  three  others  that  produce  jfSne  silk,  namely  Keang-niLn,  Hoo-pe,  and 
Sze-Chuen,  is  crossed  by  the  thirtieth  parallel  of  latitude.  Che-keang  is  a 
highly  alluvial  country,  intersected  by  numerous  rivers  and  canals,  with  a 
dimate  that  corresponds  pret^  neariy  to  the  same  latitude  in  the  United 
States  of  America. 
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and  mustins.  Surat  is  more  famous  for  its  coloured  chintzes  and 
piece  goods.  The  Baroche  muslins  are  inferior  to  those  of  Bengal 
and  Madras,  nor  do  the  painted  chintzes  of  Guzerat,  equal  those  of 
the  Coromandel  coast."  (Forbes,  Oriental  Memoire,  vol.  ii.  p.  222.) 

We  can  find  no  trace  of  cotton  goods  imported  into  Europe  before 
the  Fall  of  the  Western  Empire  ;  but  they  began  to  be  introduced 
into  Constantinople  about  the  sixth  century,  for  they  are  mentioned 
in  the  tariff  of  import  duties  issued  by  the  emperor  Justinian.  In 
Arabia  however,  cottons  and  muslins  had  come  into  common  use 
about  the  time  of  Mohammed,  for  they  are  frequently  mentioned  in 
the  history  of  the  early  khaliphs.  The  first  "muslins"  so  called 
from  their  being  woven  at  El  Mos^l  in  Mesq)otamia — like  the  Eng- 
lish "  cambrics,"  were  not  composed  of  cotton,  at  least  not  exclu- 
sively, for  the  muslins  mentioned  by  Marco  Polo  are  expressively 
stated  to  have  been  woven  of  "  gold  and  silk."  The  conquests  of 
the  Saracens  and  their  successors,  the  Turks,  extended  the  use  of 
cottons  over  a  great  part  of  Europe,  Asia,  and  Africa. 

It  is  a  fact  (not  generally  known)  that  Columbus  found  the 
aborigines  of  America  clothed  in  cotton  febrics.*  It  was  long  be- 
lieved by  the  learned  that  the  ancient  Egyptians  were  acquainted 
with  the  manufacture  of  cotton ;  and  that  the  ''  white  works," 
mentioned  by  the  prophet  Isaiah,  were  composed  of  this  material. 
Herodotus,  in  the  fifth  century  before  Christ,  distinctly  asserts  that 
the  Indians  wore  cotton  ;  "  They  possess  likewise,"  says  the  same 
historian,  "  a  kind  of  plant,  which  instead  of  fruit,  produces  wool, 
of  a  finer  and  better  quality  than  that  of  sheep ;  and  of  this  mate- 
rial the  Indians  manufacture  their  clothing."  Nearchus,  the  ad- 
miral to  whom  Alexander  entrusted  the  survey  of  the  Indus,  men- 
tions both  the  plain  cottons,  and  the  figured  chintzes  of  the  Indians, 
and  the  geographer  Strabo,  who  was  cotemporary  with  the  Christian 
era,  records,  that  in  his  day,  cotton  plants  were  grown,  and  cotton 
cloth  manufactured,  in  Susiana,  a  province  at  the  head  of  the  Per- 
sian gulf.  Pliny,  who  lived  rather  more  than  half  a  century  after 
Strabo,  is  the  first  writer  who  mentions  the  growth  of  the  cotton 
plant  in  Egypt ;  "  The  upper  part  of  Egypt,"  he  says,  "  verging 
towards  Arabia,  produces  a  shrub  which  some  persons  call  gossy- 
pium,  but  a  greater  number  Xylan,  and  from  this  the  textile  fribrics 
called  Xylina  are  manufactured.  It  is  small  and  bears  a  fruit 
somewhat  like  a  filbert;  a  downy  wool  found  in  the  interior  is 


*  See  Irving*8  Life  of  Columbug,  (abridged  edition,)  pages  G3— 173,  and  219. 
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wpan  into  thread  ;  there  are  no  febrics  to  be  preferred  to  these  for 
whiteness  or  softness  ;  the  garments  made  of  this  material  are  far 
the  most  acceptable  to  the  Egyptian  priests."  The  same  naturalist, 
mentions  the  ^'  wool  bearing  trees"  of  the  island  of  Tylus  in  the 
Persian  gulf,  and  says  that  they  bear  a  fruit  like  a  gourd,  and  of 
the  size  of  a  quince  {cotanei  mali.) 

^  In  India,"  says  a  learned  writer,  "  women  of  all  castes  prepare 
the  cotton  thread  for  the  weaver,  spinning  the  thread  on  a  piece  of 
wire,  or  a  very  thin  rod  of  polished  iron  with  a  ball  of  clay  at  one 
end  ;  this  they  turn  round  with  the  left  hand,  and  supply  the  cotton 
with  the  right,  (Uke  the  ancient  inhabitants  of  Nodville ;)  the 
thread  is  then  wound  upon  a  stick  or  pole,  and  sold  to  the  mer- 
chants or  weavers  ;  for  the  coarser  thread  the  women  make  use  of 
a  wheel  very  similar  to  that  of  the  English  spinster,  though  upon 
a  smaller  construction.  The  mother  of  a  family,  in  some  in- 
stances, will  procure  as  much  as  from  $1,75  to  $2,25,  a  month,  by 
spinning  cotton.  The  tanties  or  weavers  are  in  six  divisions,  which 
have  no  intercourse  with  each  other,  so  as  to  visit  or  intermarry. 
They  lay  the  frame  of  their  loom  on  the  ground,  and  sit  with  their 
feet  hanging  down  in  a  hole  cut  in  the  earth. 

^The  coarse  cloths  worn  by  the  natives  are  made  in  almost  every 
▼illage.  At  the  Dhaku  factory  some  years  ago,  cloths  to  the  value 
of  80  lacks  of  rupees  were  bought  by  the  East  India  Company  in 
one  year ;  at  Shantee-pooru  the  purchases  in  some  years  amount 
to  12  or  15  lacks  ;  at  Maldu  to  nearly  the  same  sum,  and  at  other 
places  from  6  to  12  lacks.  Muslins  are  there  made  which  sell  at 
100  rupees  a  piece.  At  two  places  in  Bengal,  Sonar-ga  and  Yick- 
num-pooni,  musUns  are  made  by  a  few  families  so  exceedingly  fine, 
that  four  months  are  required  to  weave  one  piece,  which  sells  at 
from  400  to  500  rupees.  When  this  muslin  is  laid  on  the  grass, 
and  the  dew  has  fallen  upon  it,  it  is  no  longer  discernable.  The 
wool,  or  rather  hair,  which  grows  upon  the  Bengal  sheep  is  so  short 
and  coarse  that  a  warm  garment  can  scarcely  be  naanufactured 
from  it"* 

^'  Of  the  exquisite  degree  of  perfection,"  says  the  eloquent  histo- 
riant  of  British  India,  '^  to  which  the  Hindoos  have  carried  the  pro- 
ductions of  the  loom,  it  would  be  idle  to  offer  any  description.  No 
modern  nation  can  vie  in  the  delicacy  and  fineness  of  its  cotton  tex* 


•  A  View  of  the  History,  &c.,  of  the  Hindoos,  by  William  Ward,  of  Se- 
rampore,  third  edition,  1820,  vol.  iii.  pp.  125 — 7. 
t  Forbes. 
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tures  with  Hindostan.  It  is  observed,  at  the  same  time,  by  intelli 
gent  travellers,  that  this  is  the  only  art  which  the  original  inhabi- 
tants of  that  country  have  carried  to  any  considerable  degree  of 
perfection.  To  the  skill  of  the  Hindoo  in  this  branch  of  industry 
several  causes  contributed ;  his  climate  and  soil  conspired  to  furnish 
him  with  an  abundance  of  the  raw  materials,  and  its  manufacture 
IS  a  sedentary  employment,  in  harmony  with  the  dislike  of  locomo- 
tion generated  by  the  atmospheric  temperature.  It  requires  patience, 
of  which  he  has  an  inexhaustible  fund  ;  it  requires  little  bodily  ex- 
ertion, of  which  he  is  always  exceedingly/  sparing  ;  and  the  finer 
the  tissue  the  more  slender  the  force  which  he  is  called  upon  to  ap- 
ply ;  the  weak  and  delicate  frame  of  the  Hindoo,  moreover,  is  ac- 
companied with  an  acuteness  of  external  sense,  particularly  of 
touch,  which  is  altogether  unrivalled,  and  the  flexibility  of  his 
fingers  is  equally  remarkable;  the  hand  of  the  Hindoo,  therefore, 
constitutes  an  organ  adapted  to  the  finest  operations  of  the  loom,  in 
a  degree  which  is  almost  or  altogether  peculiar  to  himself." 

^lius  Lampridius  says  (c.  26,),  that  the  emperor  Heliogabalus 
was  the  first  Roman  who  wore  cloth  wholly  of  silk,  the  silk  having 
been  formerly  combined  with  other  less  valuable  materials.  He  men- 
tions (c.  33.)  among  the  innumerable  extravagances  of  this  empe- 
ror, that  he  had  prepared  a  rope  to  hang  himself  with  made  of  pur- 
ple, silk,  and  scarlet 

The  following  passage  contains  (Gregorius  Nazianzenus,  CI. 
A.  D.  370.)  the  earliest  allusion  to  the  use  of  silk  in  the  services  of 
the  Christian  Church. 

Silver  and  gold  some  bring  to  God, 
Or  the  fine  threads  by  Seres  spqn : 
Others  to  Christ  themselves  devote, 
A  chaste  and  holy  sacrifice. 
And  make  libations  of  their  tears. 

"^d  nMenhmpnM0M€U9  Canmm,  ton.  U.  p.  IM:  E4.  Ftt.  UDQl 

Bishop  Doane,  of  New  Jersey,  in  a  letter  to  a  friend  in  this  city, 
gives  a  most  interesting  account  of  the  remarkable  inscriptions 
found  on  some  ancient  monuments  near  Adon,  on  the  coast  of  Ha- 
dramant,  (Arabia,)  and  first  deciphered  by  the  Rev.  C.  Forster,  of 
Great  Britain.  These  records,  it  is  said,  restore  to  the  world  its  ear- 
liest written  language,  and  carry  us  back  to  the  time  of  Jacob,  and 
within  600  years  of  the  flood. 
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The  inscriptions  are  in  three  parts.  The  longest  is  of  ten  lines, 
engraved  on  a  smooth  piece  of  rock  forming  one  side  of  the  terrace 
at  Hisn  Ghorab.  Then  there  are  three  short  lines,  found  on  a 
small  detached  rock  on  the  summit  of  the  little  hill.  There  are 
also  two  lines  found  near  the  inscriptions,  lower  down  the  terrace. 
They  all  relate  to  one  transaction,  an  incident  in  Adite  history. 
The  tribe  of  Ad  according  to  Mr.  Sale,  were  descended  from  Ad  the 
son  of  Aws  or  Uz,  the  son  of  Aram,  the  son  of  Shem,  the  son  of 
Noah.  •  The  event  recorded  is  the  route  and  entire  destruction  of 
the  sons  of  Ac,  an  Arab  tribe,  by  the  Aws  or  tribe  of  Ad,  whom 
they  invaded.  In  Mr.  Forster's  book  fac  similes  are  given  of  the 
inscription  ;  the  Aditie  and  the  Hamyaritie  alphabet ;  and  a  glos- 
sary containing  every  word  in  them,  its  derivation,  and  its  explana- 
tion ;  with  notes  of  copious  illustration  upon  every  point  which 
they  involve.    The  first  inscription  of  ten  lines  is  thus  translated  : 

We  dwelt,  Mymg  long  luxuriouiily  in  the  zananas  of  this  ■pacioos  mansion ;  cur  con- 
dition exempt  from  misfortune  and  advenrity.    Rolled  in  throngh  our  channel. 

The  sea,  swelling  against  our  castle  with  angry  surge;  our  fountains  flowed  with 
mnnnuring  fall,  above 

The  lofty  palQis ;  whose  l^eepers  planted  diy  dates  in  our  ralley  date-grounds :  they 
sowed  the  arid  rice. 

We  hunted  the  young  monntam -goats  and  the  young  hares,  with  gins  and  snares ; 
beguiling  we  drew  forth  the  fishes. 

Wc  walked  with  slow,  proud  gait,  in  needU-warktd,  many-coloured  silk  vettmctUt,  m 
vjkole  tUkt,  in  fprau^green  chequered  robes  ! 

Oyer  us  presided  kings,  far  removed  from  baseness,  and  stem  chastiseri  of  reprobate 
and  wicked  men.     They  noted  down  for  us  according  to  the  doctrine  of  Heber, 

Good  judgments,  written  in  books  to  be  kept ;  and  we  proclaimed  our  belief  in  mira* 
cles,  in  the  resurrection,  in  the  return  into  the  nostrils  of  the  breath  of  life. 

Made  an  inroad  robbers,  and  would  do  us  violence ;  we  rode  forth,  we  and  our  gen- 
erous youth,  with  stiff  and  sharp-pointed  speari ;  rushing  onward. 

Proud  champions  of  our  families  and  wives ;  fighting  valiantly  upon  coursen  with  long 
neeks,  dun-coloured,  iron  gray,  and  bright  bay. 

With  oui  swords  still  wounding  and  piereing  our  advenaries,  until  charging  home,  we 
conqnered  and  crashed  this  refuse  of  mankind. 

The  short  inscription  in  three  lines  reads  thus : 

With  hostile  haste,  the  men  of  crime 

We  assailed ;  onward  rushed 

Our  horses,  and  trampled  them  under  foot 

The  two  line  inscription,  which  is  under  the  long  inscription,  in 
the  terrace,  is  as  follows : 

IHvided  into  parts,  and  inscribed  from  right  to  left,  and  mariced  with  points,  this  song 

of  triumph,  Sarash  Dzerahh. 
Transpierced,  and  hunted  down,  and  covered  their  faces  with  blackness,  Aws  the  Beni  Ac. 

On  the  subject  of  these  inscriptions,  Mr.  Forster,  in  his  dedication 
of  his  book  to  the  Archbishop  of  Canterbury,  thus  remarks  : 
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"  What  Job  (who,  living  in  the  opposite  quarter  of  Arabia,  amid 
the  sands  of  the  great  Northern  desert,  had  no  lasting  material 
within  reach  on  which  to  perpetuate  his  thoughts,)  so  earnestly 
desired,  stands  here  realized."  "Oh  that  my  words  were  now 
\aTitten  !  Oh  that  they  were  printed  in  a  book  !  That  (like  the 
kindred  creed  of  the  lost  tribe  of  Ad)  they  were  graven  with  an 
irofi  pen,  and  lead,  in  the  rock  for  ever.  (For  mine  is  a  better  and 
brighter  revelation  than  theirs.)  For  I  know  that  my  Redeemer 
liveth,  and  that  he  shall  stand  at  the  latter  day  upon  the  earth  ; 
and  though,  after  my  skin,  worms  destroy  this  body,  yet  in  the 
flesh  shall  I  see  God  :  whom  I  shall  see  for  myself,  and  mine  eyes 
shall  behold,  and  not  another." 

But  it  is  not  the  antiquity  of  these  monuments,  however  high, 
which  constitutes  their  value  ;  it  is  the  precious  central  truths  of 
revealed  religion  which  they  record  and  which  they  have  handed 
down  from  the  first  ages  of  the  post-diluvian  world,  that  raise  them 
above  all  price.  Viewed  in  this  respect,  they  strike  at  the  very  root 
of  scepticism,  and  leave  not  even  his  own  hollow  ground  beneath 
the  feet  of  the  unbeliever.  For,  if  what  the  infidel  vainly  would 
bring  into  the  question,  as  originating  with  Christianity,  stands  here 
registered  as  the  primeval  faith  of  mankind,  there  is  an  end  at 
once,  to  the  idle  sophistry  of  unbelief"  "  The  inscription  on  the 
rock  of  Hisn  Ghorab.  a  contemporary  witness  of  the  iaith  of  the 
most  ancient  of  the  old  Arabians,  changes  the  state  of  things, 
placing  beyond  the  cavils  of  scepticism  itself,  at  once,  the  fact  and 
tlie  purity  of  their  belief  in  the  scriptural  doctrine  of  the  resurrection ; 
and  presenting  to  the  eye  this  great  Gospel  truth,  (to  borrow  the  lan- 
guage of  Mr.  Burke),  covered  with  the  awful  hoar  of  innumerable  ages. 

^^  It  appears,  says  his  Holiness  Pope  Alexander  YI.  that  the  world 
was  first  indebted  to  one  Arkite  Ghiden  Ghelen,  an  extremely  in- 
genious artizan  of  Nodville,  for  the  first  regularly  manufactured 
piece  of  cloth  ever  produced  on  the  surface  of  this  terrestried  globe ; 
and  although  it  was  akin  to  what  we  at  this  day  and  generation 
call  matting,  and  produced  by  twisting  and  interlacing  leaf  stems 
and  fibres  together  ;  yet  the  workmanship  cannot  be  surpassed  by 
the  best  manufacturers  of  Bolting  Clol.hs  of  the  present  day." 
From  this  it  would  appear  that  his  holiness  had  a  sample  of  the 
cloth  actually  in  his  possession.  Perhaps  sewing  the  fig  leaves  as 
mentioned  in  the  book  of  Genesis  has  reference  to  the  same  process. 

"An  obvious  improvementon  the  garment  of  leaves,  proceeds  hisHo- 
liness,  which  was  suggested  by  twisting  the  peel  of  rushes  into  fine 
strings  by  which  means  superior  textures  were  produced  (See  Fig. 
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13 ;)  but  this  improvement  was  not  adopted  generally,  in  the  part  of 
the  country  of  which  we  speak,  till  after  the  death  of  Methuselah. 
It  did  not  escape  the  notice  of  the  mat  weavers,  that  their  vfotk 
was  rendered  more  flexible  and  agreeable  to  the  wearer  (particularly 
for  under  garments,)  by  the  use  of  a  finer  fibre,  and  accordingly  we 
find  that  numerous  trials  were  actually  made,  with  the  fibres  of 
various  kinds  of  plants,  such  as  those  of  the  hemp  and  flax 


It  is  curious  how  the  descendants  of  our  first  parents  obtained  the 
knowledge  of  spinning  flax  into  thread.  We  are  credibly  informed 
that  it  was  by  supernatural  agency.  We  are  indeed  told  by  W. 
Cooke  Taylor  of  Trinity  College,  Dublin,  that  a  tradition  exists  in 
Ireland,  which  goes  far  to  prove  that  spinning  was  first  eflectually 
practised  in  that  country ;  but  we  disregard  such  testimony,  as  we 
have  found  the  true  and  original  story,  from  which  the  Irish  one  is 
evidently  copied.  This  discovery  we  have  made  in  the  coDection 
of  Sir  Henry  Hunlock,  and  we  think  it  right  to  give  his  version, 
which  is  as  follows. 

'^  There  were  once  an  old  woman  and  her  daughter  who  lived  at 
the  side  of  a  hill,  (not  under  a  hill,  as  the  Hibernian  would  fain 
have  it)  in  the  midst  of  a  forest,  near  Nodville.  They  were  very 
poor,  and  their  only  support  was  obtained  from  selling  the  thread 
which  the  daughter  spun  with  her  spindle  and  distaff.  During  the 
long  winter  when  the  roads  were  so  bad  that  merchants  of  the  sur- 
rounding nations  could  not  come  to  purchase  the  thread.  The 
daughter,  who  was  one  of  the  most  lovely  creatures  on  earth,  worked 
without  cessation,  in  order  that  she  might  have  enough  of  thread 
when  the  spring  market  came  to  enable  her  to  purchase  a  cloak  far 
her  mother  and  a  scarlet  shawl  for  herself,  in  order  that  they  npght 
be  properly  attired  while  attending  their  devotions.  (Where  these 
shawls  and  cloaks  were  manufactured  is  a  question  for  hierologists 
to  solve.) 

"It  so  happened  that  the  king  of  that  country,  whose  name  was 
Zannkul  K.  Euzen,  had  an  only  son,  who  while  out  one  day  deer 
hunting,  went  astray  in  the  forest  of  Akiel,  and  called  at  the 
widow's  cottage  to  enquire  the  ¥ray.  He  was  greatly  struck  with 
the  girl's  beauty  and  not  lesd  with  the  numerous  hanks  of  yam 
which  lay  upon  the  floor  of  the  cottage,  and  equally  attested  her 
skill  and  industry.  He  asked  how  it  happened  that  she  had  col- 
lected such  an  immense  pile,  and  the  old  woman,  whose  name  was 
Zabozok,  replied  that  her  daughter  bad  spun  the  whole  in  a  week. 
"  In  a  week  !"  exelaimed  the  astonished  prince,  "  if  this*  be  true,  I 
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have  found  a  '  gal'  more  worthy  of  my  attachment  than  any  other  , 

in  the  whole  country.    I  will  send  you  a  load  of  flax,  and  if  she  i 

has  it  done  by  the  end  of  a  week,  I  will,  tpUhout  any  offier  proof  | 

of  her  merit,  choose  her  as  my  bride  ;  but  if  not,  I  will  have  you  j 

both  cut  in  pieces  and  thrown  to  the  cormorants  and  loons,  for  de- 
ceiving the  son  of  your  sovereign." 

"On  the  very  next  day  a  long  train  of  camels,  laden  with  flax, 
stood  before  the  door  of  the  cottage,  and  the  drivers  having  un- 
loaded them  told  the  girl  that  she  must  spin  this  quantity  in  a  week, 
or  prepare  for  death.  When  they  departed  her  poor  heart  was 
crushed  with  despair.  She,  however,  was  unwilling  to  reproach 
her  mother,  even  by  a  look  }  but  she  went  into  the  forest,  and  sit- 
ting down  under  a  tree,  began  bitterly  to  bewail  her  sad  fate. 
While  she  was  thus  weeping  and  lamenting,  a  decrepit  old  man 
came  up  and  enquired  the  cause  of  her  tears,  and  in  reply  she  told 
him  the  whole  story.  "  Do  not  weep,  daughter,"  he  said,  "  I  will 
execute  every  one  of  the  tasks  imposed  upon  you  by  the  prince, 
provided  that  you  will  either  give  me  your  eldest  son,  when  he  is 
twelve  months  and  a  day  old,  or  that  you  shall  in  the  intervening 
time  find  out  my  name."  She  agreed  at  onee  to  the  terms.  The 
old  man,  by  some  mysterious  agency,  conveyed  away  the  flax,  and 
about  an  hour  before  the  time  appointed  for  the  prince's  arrival, 
{which  was  halfpcut  fitfe  ddock  in  the  morning)  returned  with 
the  finest  and  best  twisted  thread  that  had  ever  been  seen  in  Nod- 
ville.  The  prince,  according  to  his  promise,  married  the  girl,  and 
conveyed  her  with  her  mother  to  the  palace,  which  stood  upon  a 
beautiful  rising  piece  of  ground  about  ^  of  a  mile  fix>m  the  city, 
and  overlooking  it.  (This  palace  must  have  been  a  very  magnifi- 
cent building,  as  it  cost  rather  more  than  eleven  and  a  quarter 
talents  of  gold.) 

"Every  Monday  morning  before  sunrise  the  prince  gave  out  to 
his  beloved  the  quantity  of  flax  which  he  expected  to  be  spun  dur* 
ing  the  week,  and  every  Saturday  night  the  yarn  was  made  ready 
for  him  by  the  mysterious  dd  man.  At  lengdi  the  princess  became 
the  mother  of  a  beautiful  boy,  and  the  thoughts  of  the  bargain  she 
had  made  almost  drove  her  to  distraction.  Every  effort  she  made 
lo  discover  the  name  of  the  wonderful  spinner  utterly  failed,  and 
he  at  every  visit  reminded  her  that  the  time  was  near  when  he 
would  have  the  right  to  claim  her  child. 

"One  evening  as  she  sat  oppressed  with  melancholy,  her  husband, 
who  had  just  returned  firom  hunting,  enquired  the  cause  of  her  sad- 
nesii,  but  she  was  unable  to  answer  him  a  word.     "  Come  my  love,'' 
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said  he>  "do  not  be  cast  down,  and  I  will  entertain  yon  with  an 
account  of  a  v^ry  surprising  incident  which  occurred  to  me  this 
very  day^  I  lost  my  way  while  pursuing  a  fine  stag  which  ran 
towards  the  gteat  rocks  beyond  Uie  forest.  While  sealrching  foi 
his  lurking  [dace,  I  thought  I  heard  a  human  voice,  and  following 
the  direction  of  the  sound,  came  to  a  cave,  where  I  saw  an  old  maU) 
who  did  not  notice  my  approach,  so  deq)ly  was  he  engaged  in  a 
strange  sort  of  labour :  he  was  sjMnning,  not  as  you  do  with  the 
distaff,  but  with  wheels  which  flew  round  as  rapidly  as  lightning) 
and  gave  out  thread  like  water  £Bdling  from  a  mountain  torrent ; 
and  all  the  while  he  never  ceased  singing, 

My  mistresB,  little  she  knowv  my  name, 
Which  shan't  be  forgot,  which  shan't  be  forgot. 
When  a  prince  as  heir  to  the  fortune  I  claim 
Of  Wallotty  Trot^  Wailottjr  Trot 
111  come  at  the  end  of  a  year  and  a  day, 
And  take  the  young  prince,  my  heir,  away« 
With  my  whadk !  she  goes! 
While  nobody  knows } 
My  trusty  machine, 
In  this  cave  unseen: 
Here  is  the  spot 
For  Wallotty  Trot! 

^The  princess  made  her  husband  repeat  the  rhymes  several  times^ 
until  she  was  sure  that  she  could  remember  them  perfectly,  and 
waited  with  confidence  for  the  return  of  the  old  man.  He  came  at 
the  appointed  time,  and  claimed  the  child^  '  Stop  neighbour,'  said 
she,  '  there  goes  another  word  to  that  bargain.  I  have  fotmd  out 
your  name :  It  is  Wallotty  Trot.'  '  You  have  indeed  detected 
my  name,'  said  he, '  and  my  business  on  earth  is  well  nigh  finished ; 
but  before  I  depart  I  am  bound  to  tell  you  the  secrets  of  my  art.' 
So  saying,  he  went  into  the  forest,  and  in  a  few  seconds  returned 
with  his  wheels.  He  then  taught  the  lady  their  use,  showing  her 
that  she  could  egkth,  thousand  times  more  with  them  than  she 
could  accomplish  by  means  of  the  distaff;  and  then  vanished; 
after  which  he  was  never  again  seen  in  that  part  of  the  world. 

"The  prince  and  princess  taught  this  new  toinch  of  industry  to 
their  subjects,  which  so  enriched  them  that  all  the  surrounding 
naticms  regarded  them  with  envy  and  admiration." 

These  wheels  are  of  similar  construction  to  those  introduced  into 
Ghneat  Britain  by  Samuel  Crompton,  which  are  known  by  the 
appellation  of  the  '  hall4n4he-wood'  machine.  It  is  unnecessary 
for  us  to  give  drawings  and  descriptions  of  them   Mr.  fiaines  of 
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Leeds,  and  Dr.  Ure  of  London,  in  their  histories  of  the  prog^ress  of 
the  cotton  manufacture  in  Great  Britain,  having  aheady  done  so. 
After  the  death  of  Methuselah,  the  art  of  weaving  ypears  to 
have  made  considerable  advances  in  many  parts  of  the  East,  and 
particularly  in  China,  India,  and  Persia.  The  first  loom  of  which 
there  is  any  authentic  record  still  in  existence,  is  that  invented  by 
Arkite  Ghiden  Ghelen,  when  a  lad  of  about  seventy  years  of  age ; 
and  after  having  been  at  great  trouble  and  expense,  we  have  suc- 
ceeded in  procuring  a  drawing  of  it,  copied  from  an  ancient  parch* 
ment  scroll,  found  among  the  curiosities  of  Sescu:,  founder  of  the 
Egyptian  dynasty,  (who  reigned  thirty-four  years.)  But  from  the 
dilapidated  state  of  the  document,  and  the  draughtsman  (Alexis 
Kersivenus  of  Alexandria)  not  being  a  weaver  himself,  we  fear  it  is 
not  in  every  particular  like  the  original.  This  scroll  appears  (from 
indorsements  on  its  back)  to  have  been  once  in  the  possession  of 
the  emperor  of  China,  Teling  Ching  Ouang,  from  whom  it  de- 
scended to  Cbao  Kong-hi-bi,  his  successor. 


is  a  representation  of  the  loom,  &c.,  which  is  of  vertical  construction, 
and  seems  to  have  been  chiefly  applied  to  the  manufacture  of  plaids 
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and  chequers ;  the  patterns  of  which  were  most  probably  suggested 
by  the  interlacing  of  bark  <Mr  stripes  of  broad  leaved  plants.  Indeed 
the  modem  plaids  so  obviously  represent  this  origin  of  their  patterns 
that  no  one  except  the  most  sceptical  can  for  a  moment  doubt  the 
correctness  of  this  opinion. 

The  process  of  weaving  in  this  loom  must  have  been  very 
tedious,  and  of  course  the  fabrics  produced  would  be  expensive  in 
the  same  proportion.  The  inventor  does  not  appear  to  have  been 
acquainted  with  any  instrument  analogous  to  the  shuttle,  for  we 
find  from  the  perusal  of  ancient  records  (imperfect  as  they  certainly 
are)  that  some  weavers  drew  the  weft  through  the  web  with  their 
fingers,  and  others  used  an  implement  somewhat  like  a  knitting 
needle,  but  having  a  hook  at  one  end,  similar  to  the  crook  of  a 
shepherd's  staff,  which  doubtless  insinuated  the  first  idea  of  that 
most  useful  instrument 

The  frame  work  consists  merely  of  two  poets,  each  4^  inches  in 
diameter,  which  are  indicated  in  the  figure  by  the  letters  BB. 
Between  these  posts  the  yam  and  cloth  rollers  are  placed.  The 
cloth  roller  C,  may  be  seen  at  the  bottom,  but  the  yam  roller  at  the 
top  is  not  shown  in  the  drawing,  although  its  proper  position  is 
evident  enough  from  the  manner  in  which  the  warp  threads  DD, 
descend.  Two  persons,  the  one  a  male  and  the  other  a  female, 
are  employed  during  the  operation.  The  former  of  these  is  behind 
the  web,  in  a  standing  attitude,  and  is  looking  as  if  provoked  at 
having  8fX)iled  some  part  of  his  work,  which,  in  all  probability,  the 
woman  in  firont  is  adjusting,  to  pacify  the  old  churl ;  perhaps,  how- 
ever, he  is  calling  for  more  weft.  These  are  only  suppositions  of 
ouffl,  and  the  reader  must  solve  the  vision  for  himself,  in  all  its 
Mer  phages. 

'  We  adfioost  forgot  to  mention  that  young  Teague  Ghelen,  who  is 
l/kefktg  on  the  harp,  is  only  3^  years  of  age,  and  seems,  although 
Wfffif^agf  to  possess  an  uncommon  share  of  musical  skill.  His  in- 
(Mhuietit  is  one  of  great  tone,  being  far  superior  to  the  Irish  harp ; 
lllfe  tt  does  not  differ  materially  in  its  constmction  from  those  made 
Iff^  fteir  originator,  Tubal  cain.  In  point  of  8)rmmetry,  it  is  not 
•imMd  even  by  Tom  Moore's  No.  1. 

We  wodld  also  add,  that  the  various  figures  composing  the  border 
rf^hfc  drawing,  cannot  now  be  explained,  at  least  until  we  hear 
tnm  our  friend,  Lepeius,  to  whom  we  have  written  for  some  infor- 
Baiiuii  respecting  them. 

We  subjoin  a  few  spirited  verses,  from  a  well  known  author,  in 
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comfdiment  to  the  inventor  of  this  8im|de,  but  ingenioua  weaving 
ajqparatua: 

^  Great  genius  of  the  andent  times  ( 
A  loom  like  thine  was  well  worth  leavng ; 
To  thee,  what  are  our  feeble  rhymes  ? 
First  master  of  the  art  of  weaying! 

Between  two  trees  thy  web  was  hung, 
Thy  doth  beam  nearly  toueh'd  the  ground  ; 
While  birds,  enehanted,  sweetly  sung, 
And  fruits,  delicious,  grew  around. 

Thou  breath'd  the  finest  air  of  heaven, 
The  sun,  undouded,  gave  thee  light; 
No  lamp^  nor  gas  to  thee  was  given ; 
Through  day  thou  work'd,  and  sl^  at  rdght  /" 

{Brim  Dhu  (T  FarreU.) 


We  shall  now  turn  to  examine  some  other  kinds  of  weaving 
machinery,  &c.,  and  in  doing  so  our  readers  may  rest  assured  thai 
our  information  has  been  obtained  from  the  most  correct  sources ; 
but,  at  the  same  time,  we  do  not  hold  ourself  responsible  for  any 
errors  that  may  have  been  made  by  the  respectable  historian, 
Deioces,  the  first  king  of  the  Medes,  from  whom  our  correspondent 
(Alexis  Kendvenus  of  Alexandria)  copied  the  specification  and 
drawing  which  we  are  about  to  present    •  •  »  • 


"  While,"  says  his  Majesty,  "  engaged  with  state  afiairs,  on  the 
ninth  day  of  the  month  Adar,  in  our  royal  palace  at  Ecbatana, 

dog  from  the 

land  of  Shinar,  who  called  himself  Arphaxeul,  came  unto  us  beg- 
ging the  loan  of  our  royal  ears,  while  he  would  describe  the  nature 
of  a  wonderful  engine  of  his  invention,  and  which  the  said  alien 
pronounced  in  our  hearing  to  be  a  creature  of  surprising  capacity, 
and  likely  to  add  to  the  welfare  of  our  beloved  subjects.  We,  being 
at  all  times  disposed  to  facilitate  as  much  as  in  us  Ues,  so  desiraUe 
an  object,  of  our  grace  and  clemency  did  lend  unto  the  said  infidel 
the  use  of  our  royal  ears,  thereby  enabling  him  to  approach  within 
nine  cubits  and  a  span  of  our  most  high  Majesty  to  explain  more 
clearly  to  our  perfect  understanding  the  peculiarities  of  Uie  animal. 
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While  the  barbarian  was  about  to  proceed  with  a  deocription  of 
his  mechanical  monster,  we  issued  our  mighty  mandate,  calling 
upon  our  trusty  scribe  and  penman,  Deog,  to  appear  before  us,  and 
to  copy  down  verbatim  the  whole  of  the  Oration,  as  delivered  with 
fear  and  trembling  in  our  royal  presence,  by  the  said  heathen, 
whom  at  the  same  time  we  commanded  to  speak  slow,  that  no 
errors  of  judgment  might  be  made.  We  here  give  in  our  most  ex- 
cellent History,  for  the  good  of  our  well  beloved  subjects,  the  words 
as  recorded. 

O  most  noble  Deioces !  Great  monarch  of  the  Medes,  whose 
laws  change  not !  Much  to  be  dreaded  !  May  it  please  the  Bang's 
most  excellent  majesty,  I,  an  humble  descendent  of  our  great  father 
Noah,  have  invented,  arranged,  and  worked,  after  having  expe- 
rienced sixty-five  years  of  sore  toil  and  anxiety  of  mind  in  this  vale 
of  tears,  a  weaving  engine  to  be  driven  by  the  power  of  compressed 
air,  and  which,  O  King,  I  now  beg  leave  to  espkin. 

May  it  please  your  Majesty, 

My  invention,  with  all  its  combinations,  parts  and  appurtenances, 
IB  applicable,  either  separately,  or  conjointly,  as  the  nature  of  the 
case  may  be,  to  the  manu&cture  of  aff  soria  of  cloth,  whether 
{dain,  tweeled,  or  figured.  The  arrangement  which  I  propose  to 
employ,  consists  in  improvements  on  a  weaving  apparatus,  invented 
in  the  days  of  Haran,  the  &ther  of  our  unfortunate  brother  Lot,  who 
once  Uved  in  Ur  of  the  Chaldees,    ♦  ♦  •  • 

*,  and  which  loom  or  contrivance  bore  the  title  of '  Ghelen's 
vertical  mat  loom.'  But  it  is  unnecessary  to  enter  into  a  description 
of  it,  as  the  looms  constructed  according  to  the  present  improve- 
ments have  such  different  properties  from  the  said  Ghelen's,  as  to 
have  very  little  in  common  therewith,  excepting  in  the  circumstance 
of  the  cloth,  during  its  formation,  extending  in  a  vertical  plane. 

The  main  object  of  the  present  improvements  is  to  enable  me  to 
weave  four,  or  more  webs  at  one  operation ;  and  yet  my  machine 
contains  but  one  lay,  with  suitable  contrivances  for  moving  it,  alter- 
nately, upwards  and  downwards. 

And  may  it  please  the  King, 

Figure  B,  represents  a  vertical  section  of  the  creature,  taken 
transversely  through  the  lay,  A,  which  is  placed  in  a  horizontal  posi- 
tion, with  two  reeds  B  B,  in  it,  one  extending  across  the  loom  at 
the  front,  and  the  other  at  the  back.  Each  of  these  reeds  is  adapt- 
ed to  weave  two,  or  more  pieces  of  cloth,  from  one  of  the  warps,  C  C, 
each  of  which  warps,  by  means  of  a  division  in  the  centre  of  its  reed, 
and  an  extraordinary  arrangement  of  the  headles,  is  divided  into 
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two,  (HT  more  distinct  sheds,  througfa  whicli  shuttles  are  to  be  thrown, 
leaving  a  weft  thread,  or  threads  (as  the  case  may  be)  in  each  of  the 
sheds. 

And,  may  it  please  the  King, 

The  warpe  of  these  webs,  are  to  be  wound  upon  two  rollers  D  D, 
placed  at  the  bottom  of  the  loom,  and  parallel  to  each  other :  the 
threads  which  proceed  from  them,  are  conducted  upwards  through 
the  beadles,  which  are  extended  horizontaUy,  then  into  the  reeds 
B  B.  The  threads  so  proceeding  from  each  warp  roller,  are  now 
divided  into  two,  or  more  series,  for  weaving  distinct  i»eces  of  cloth ; 
and  for  this  purpose,  the  surface  of  the  dents  of  each  reed,  is  divided 
by  means  of  a  long  narrow  ruler,  (which  is  secured  across  the  d^its) 
extending  the  entire  length  of  the  reed,  so  that  the  sur&ce  which 
the  dents  present,  is  divided  into  two,  or  more  parallel  shuttle  races. 
There  are  in  all  four,  or  more  of  these  races,  for  the  passage  of  as 
many  shuttles,  which  are  to  be  thrown  (with  great  precision)  by  a 
simultaneous  motion,  through  the  several  sheds  open  for  their  re- 
ception. The  warp  threads,  as  they  come  from  their  respective  r<d- 
lers,  are  conducted  up  through  these  shuttle  races.  The  headles 
E  E,  are  tied  across  the  loom  from  front  to  back,  beneath  the  reeds, 
and  every  headle  has  two,  or  more  eyes  in  it,  at  suitable  distances 
apart,  to  receive  as  many  threads  of  warp,  one  of  them  belonging 
to  the  front  warp  roller  and  front  reed,  and  the  other  to  the  back 
set.  Each  headle  operates  upon  two,  or  more  of  the  webs,  which 
are  to  be  woven  at  once  ;  and  by  working  them,  all  the  warpe  will 
be  divided,  and  opened  into  sheds,  at  the  same  instant.  The  lay, 
with  its  reeds,  remains  stationary,  at  its  lowest  descending  point, 
while  the  shuttles  are  passing  through  the  sheds ;  but,  immediately 
after  they  have  made  their  exit,  it  begins  to  ascend,  carrying  up  with 
it  the  weft  threads.  The  sheds  are  all  closed  by  a  suitable  action 
of  the  headles,  while  the  lay  is  ascending,  and  when  it  reaches  its 
highest  position,  the  reeds  knock  up  all  the  weft  threads  between 
the  closed  warp. 

And,  may  it  please  the  King, 

The  fabric  as  it  is  woven  is  drawn  upwards,  and  woimd  round 
the  cloth  rollers  F  F,  one  at  the  back,  and  the  other  at  the  front  of 
the  loom,  and  corresponding  to  the  warp  rollers.  The  accessaries, 
and  new  improvements  which  are  proposed  to  be  applied  to  vertical 
air-looms, 'according  to  my  invention,  for  the  purpose  of  weaving 
four,  or  more  webs  at  once,  in  the  same  machine,  are  as  foUows. 

1st.  Tn  order  to  avoid  stopping  the  motion  of  the  loom  when  one 
or  more  of  the  weft  threads  break,  or  become  exhausted,  a  few  spare 
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fihottlM  are  to  be  lodged  in  suitable  receptacles,  which  are  so  ar- 
ranged, that  the  mere  breaking  of  a  weft  thread,  will  cause  a 
change  of  shuttle  instantaneously,  (by  the  substitution  of  a  spare 
one  in  its  stead.)  The  method  by  which  I  accomplish  the  opera- 
tion is  this : 

On  a  weft  thread  breaking  or  becoming  exhausted,  the  corres- 
ponding shuttle  will  be  jerked  out  of  the  lay,  into  a  sluice,  made 
through  the  back  side  of  the  machine,  and  from  thence  conducted 
to  the  '  catcher,'  at  the  lower  end  of  the  weaving  room,  or  at  some 
other  convenient  place,  (as  the  case  may  be)  where  it  is  relStted 
with  a  new  cop  or  quill,  put  into  what  is  generally  designated 
^Nahor's  air  Sy,'  in  which  is  a  cylinder  containing  a  moderate 
quantity  of  compressed  air.  On  the  shuttle  being  entered  at  the 
top  of  the  fly,  (exactly  in  the  same  way  that  bullets  are  dropped 
into  *  Parkin's  steam  gun')  it  descends  into  the  return  conductor, 
where  the  end  of  a  rod,  not  unlike  the  suction-rod  of  one  of  your 
Majesty's  garden  pumps,  is  brought  to  bear  against  it ;  but,  that 
the  point  of  the  shuttle  may  not  be  injured  by  the  sudden  action  of 
the  propeller,  the  latter  is  hollowed  out  to  fit  the  end  of  the  shuttle, 
to  about  two-thirds  of  the  nib's  length,  and  the  shoulder  thus 
formed  will  prevent  any  little  mishap  of  that  nature,  which  might 
otherwise  occur.  The  shuttle  being  thus  made  ready,  the  cop 
tender  (bobbin  winder)  tips  the  '  let  off,'  whereupon  that  shuttle 
speeds  its  way  to  replace  some  one  of  its  fellows,  that  has  become 
exhausted,  and  thus  a  uniform  system  of  operation  is  constantly 
kept  up. 

And,  may  it  please  the  King, 

That  if  by  neglect  of  the  cop  tender,  the  receptacles  be  not  pro- 
vided with  spare  shuttles,  nevertheless  the  loom  will  stop  of  its 
own  accord:  the  arrangement  by  which  this  is  effected  is  as 
follows : 

The  shuttle,  Fig.  C,  is  provided  with  a  spring  dent  1,  the  end  of 
which,  nearest  the  cop  2,  is  made  heavier  than*  the  other,  and  is 
kept  raised  by  the  tension  of  the  weft  thread,  when  unbroken ; 
which  thread  passes  over  the  pin  3,  through  an  opening  (or  eye) 
at  the  end  of  the  detent,  and  over  the  studs  4  and  6,  then  dirough 
a  hole  at  the  lightest  end,  passing  under  the  pin  6,  and  out  at  the 
eye  7.  Thus,  on  the  breaking  or  failure  of  the  weft  thread,  the 
weightier  end  of  the  detent,  being  no  longer  upheld,  will  lie  on  the 
bottom  of  the  shuttle  elevating  the  other  end,  which  on  entering 
the  box  or  cell,  forces  back  a  projection  that  protrudes  tlirough  an 
opening  in  the  picker :  and  this  projection  on  being  forced  back, 
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acta  upon  a  series  of  levers,  which  cause  the  cells  containing  this 
shuttle  and  its  fellows,  to  move  towards  the  right  hand  side  of  the 
loom,  their  places  being  filled  by  the  two  adjoining  cells,  containing 
spare  shuttles.  This  operation  is  repeated  on  the  breaking,  or 
failure,  of  a  weft  thread,  as  many  times,  as  there  are  pairs  of  spare 
shuttles  provided  (say  eleven  times ;)  but,  if  by  the  neglect  of  the 
tender,  in  not  replenishing  the  cells  with  spare  shuttles,  (as  I  before 
stated,)  the  whole  number  has  been  exhausted,  and  another  change 
is  yet  required,  then,  the  safety  regulator  will,  by  means  of  a  lever, 
draw  out  the  connecting  pins  from  the  lay  arras,  on  the  main 
driving  shaft,  which  pins  keep  this  shaft  attached  to  the  working 
parts  of  the  loom,  and  as  soon  as  this  is  accomplished  motion  will 
be  suspended. 

2d.  And,  may  it  please  the  King, 

The  arrangement  of  the  headles  or  what  is  called  the  mounting 
of  the  loom,  is  so  contrived  as  to  be  suitable  for  weaving  four,  or 
more  webs  of  plain  cloth  at  once ;  but  it  admits  of  introducing  a 
greater  number  of  h^^es,  than  the  two  which  are  requisite  for 
plain  weaving ;  and,  in  feet,  the  mechanism  by  which  they  are 
worked  {with  a  alight  variatitm)  admits  of  weaving  any  kind 
of  tweeled  cloth,  by  means  of  any  convenient  number  of  headles. 

3d.  And  may  it  please  the  King, 

The  loom  is  also  provided  with  substitutes  for  temples,  for  the 
purpose  of  keeping  the  webs  of  cloth  properly  extended,  during  the 
operation  of  weaving :  they  are  a  sort  of  pincers  J  J,  of  which  there 
are  four,  or  more  pairs,  two,  or  more,  at  each  side  of  the  loom.  Af- 
ter the  shuttles  are  thrown,  while  the  sheds  of  the  warp  are  closing, 
and  the  lay  is  moviug  up  towards  the  cloth,  the  jaws  of  all  the  pin- 
cers are  closed  by  the  wedge-like  piece  H,  attached  to  the  rod  I, 
which  moves  the  lay  up  and  down.  This  piece  H  causes  the  two 
rollers  shown  by  the  dots,  to  recede  from  each  other,  and  to  close 
the  pincers  upon  the  selvages.  The  moment  the  picks  of  weft  are 
knocked  up  by  the  reeds,  the  lay  descends,  the  pincers  advance  to- 
wards each  other,  and  their  jaws  are  again  opened,  ready  to  grasp 
their  several  selvages  as  before. 

4th.  And,  may  it  please  the  King, 

The  warp  rollers  DD,  are  loaded  with  only  small  retaining 
weights,  (applied  as  in  said  Ghelen's  loom)  in  order  that  the  friction 
thereby  produced  may  occasion  but  a  slight  resistance  to  the  rota^ 
tion  of  the  rollers,  as  the  warp  is  drawn  off  by  the  gradual  forma- 
tion of  the  cloth.  A  ratchet  wheel  is  fixed  upon  one  end  of  each 
warp  roller,  and  two  clicks  are  so  connected  with  the  machinery, 
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which  carries  the  lay  up  and  down,  that  as  it  is  rising  to  knock  up 
ihe  weft,  and  while  the  sheds  are  closing,  each  of  the  clicks  will  be 
brought  into  the  teeth  of  the  ratchets,  and  will  turn  the  warp  rotter 
round  as  much  as  is  necessary  to  wind  it  back  to  a  suitable  tension ; 
but  as  the  lay  descends  again,  and  the  warp  requires  to  be  opened 
into  sheds,  the  said  chcks  are  withdrawn  by  the  machinery,  from 
the  teeth  of  the  ratchet  wheels,  leaving  them  at  liberty  to  yield  and 
give  off  more  warp.  Each  of  the  cloth  rollers  gathers  up  two  or 
more  pieces  at  once,  and  consequently  it  will  increase  in  size  fester 
than  said  Ghelen's  loom,  which  winds  up  only  one  thickness.  The 
mechanism  for  turning  the  doth  roUer  round  adapts  itself  to  this 
circumstance,  so  as  to  take  up  the  cloth  at  the  same  rate  when  the 
rollers  have  become  larger,  by  the  accumulation  of  cloth  around 
theno,  as  when  they  were  smaller.  This  is  effected  by  the  follow- 
ing means: 

They  are  turned  by  the  screws  or  worms  M  M,  taking  into  the 
teeth  of  the  wheels  O  O :  the  screws  or  worms  receive  their  motion 
from  a  ratchet  wheel  N,  affixed  on  the  same  axis:  this  ratchet 
wheel  is  turned  by  four  clicks,  or  drivers,  attached  to  a  lever,  hav- 
ing an  ascending  and  descending  motion.  This  motion  is  regulated 
by  a  rest  that  rises  from  a  rod,  which  is  parallel  with  the  roller,  and 
bean  upon  the  doth  wound  upon  it,  so  that  as  the  roUer  increases 
in  diameter,  the  rest,  being  raised,  will  limit  the  descent  of  the  lever 
above  mentioned,  and  thus  the  cloth  rollers  wiU  be  turned  with  a 
continually  diminished  speed. 

5th.  And,  may  it  {riiease  the  King, 

By  means  of  other  mechanism  for  chaining  shuttles,  the  webs 
may  have  cross  stripes,  of  different  colours  of  weft  yarns,  or  of  dif* 
fevent  strength  and  appearance.  For  this  purpose  the  several  sets 
of  spare  shuttles  being  charged  with  different  kinds  of  weft,  will  oo- 
casion  like  changes  in  the  web,  so  as  to  produce  cross  stripes,  which 
may,  also,  be  combined  with  longitudinal  stripes  of  various  colouxs, 
or  strength  of  warp  thread,  or  threads  (as  the  case  may  be)  suitably 
ananged  in  the  previous  opemtion  of  warping ;  so  that  by  combin- 
ing cross  and  longitudinal  stripes,  chequered  patterns  may  be  pio- 
duoed,  which  in  many  respects  differ  from  those  made  in  Ghden's 
machine.  The  shutde  boxes,  or  receptades  for  the  several  shuttle!^ 
which  contain  weft  of  different  cobuiB,  have  as  many  cells,  situated 
one  over  another,  as  are  required  for  the  reception  of  the  several 
sets  of  shuttles ;  and  they  are  raised  or  lowered  by  means  of  a  so- 
ries  of  levers,  suspended  on  the  axis  P,  at  the  top  of  the  loom,  the 
boxes  being  hung,  one  from  each  end  of  a  lever.    These  levers  re- 
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ceives  their  motion  from  another  series  which  are  operated  upon  by 
a  revolving  barrel,  placed  above  the  cloth  rollers,  (but  not  shown  in 
the  drawing.)  This  mechanism  raises  or  lowers  the  boxes,  just  as 
much  as  is  necessary,  in  order  to  bring  the  particular  set  of  shuttles 
wanted,  to  a  proper  level  for  being  propelled  through  the  several 
sheds. 

3th  And,  may  it  please  the  King. 
.  The  above  described  mechanism  can  be  readily  altered,  so  as  to 
operate  with  different  orders  of  succession,  thereby  producing  a 
great  variety  of  patterns ;  and  also,  with  a  new  plan  of  mounting 
the  headles,  adapted  for  figure  weaving,  combined  with  new  figur- 
ing machinery,  the  four,  or  more  webs,  which  are  to  be  woven  at 
once,  may  have  ornamental  patterns  upon  them  of  the  nature  of 
what  is  termed  '  jhncy  weaving.'  Or,  in  lieu  of  the  said  figure 
weaving  machinery,  I  apply  a  peculiar  combination  of  suitable 
parts,  which  receives  the  diversification  of  its  action,  firom  a  pattern 
board  X,  which  is  shown  on  a  large  scale,  at  Fig.  D.  'Upon  the 
flat  surface  of  this  board  the  design  is  carved  in  relief  ,  the  parts 
which  are  to  exhibit  tfa%  sundry  colours  being  cut  down  to  different 
corresponding  depths.  The  pattern-board  is  now  placed  in  its  situa- 
tion at  the  upper  part  of  the  loom,  as  shown  at  X,  its  carved  sur- 
fece  being  presented  beneath  the  under  extremities  of  a  row  of 
needles  or  small  slides  S,  which  stand  side  by  side  in  vertical  posi- 
tions. These  needles,  severally,  (at  certain  intervals  of  time)  dur- 
ing the  operation  of  the  loom,  are  let  fell  upon  the  said  carved  sur- 
face, and  by  the  inequalities  of  the  relief,  some  of  them  are  allowed 
to  drop  lower  than  oUiers.  Those  which  are  sustained  by  the  more 
prominent  parts  of  the  carving,  are  acted  upon  by  a  straight  edge 
or  rule  T,  placed  horizontally  across  all  the  rows ;  which  straight 
edge,  being  taken  backward  when  required  to  act,  comes  in  contact 
with  certain  lateral  prominences  in  the  needles,  so  as  to  push  back 
all  those  which  are  prevented  firom  falling,  by  carving  on  the  pat- 
tern-board. Each  needle  is  connected  with,  or  tied  to  a  lever  U, 
which  levers  are  placed  transversely  over  the  loom,  their  back  ends 
bearing  upon  a  fiilcrum.  One,  or  more  of  the  headles  are  suspend- 
ed from  each  of  these  levers,  near  to  the  middle  of  its  length ;  and 
all  the  levers  being  thus  placed  side  by  side  in  a  row,  at  the  top  of 
the  loom,  their  front  ends  form  a  row  across  the  loom,  until  some 
are  drawn  back  with  an  endway  motion  upon  their  fulcrum,  by  the 
straight  edge,  T,  acting  upon  their  corresponding  needles. 
'  The  front  extremities  of  those  levers  which  are  not  drawn  back, 
are  lifted  up  by  the  edge  of  a  horizontal  lifting  bar  W,  which  rises 
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ttpwards,  when  the  sheds  of  warp  are  being  opened ;  and  in  rising 
Uiey  pull  up  those  headles  which  are  connected  to  them,  by  which 
means  a  proper  selection  of  warp  threads,  to  form  the  pattern,  is  ef- 
fected. 

By  the  different  depths  of  carving  on  the  pattern-board  X,  the 
needles  are  thus  divided  into  several  series,  which  are  acted  upon 
successively,  by  the  straight  edge  T,  in  order  to  produce  a  change 
in  the  selection  of  warp  threads.  The  pattern-board  is  fastened 
upon  a  moveable  table  R,  which  ia  shifted  either  backwards,  or  for- 
wards (in  a  slow  progressive  manner.)  by  the  pinion  Y,  taking  in- 
to the  rack  Z,  attached  to  the  under  part  of  the  table.  This  pinion 
receives  its  motion  from  two  ratchet  wheels  £Bistened  on  the  same 
axis,  and  these  wheels  are  turned  by  drivers. 
7th.    And,  may  it  please  the  King, 

Each  time  the  pattern-board  moves,  the  needles  are  raised  and 
let  fell  again,  so  as  to  come  on  a  different  part  of  the  pattern,  by 
which  means  another  selection  is  effected.  As  soon  as  the  pattern 
board  has  been  conducted  along  its  whole  range,  and  the  figure 
transferred  to  the  cloth,  all  the  needles  are  lilted  up ;  whereupon  the 
board  returns  to  its  first  position,  with  an  instantaneous  movement. 
Should  the  board  have  only  half  the  pattern  intended  to  be  woven, 
carved  upon  it,  as  soon  as  that  is  worked  up  to  its  last  line  or  change 
then,  the  action  is  reversed,  Inringing  the  needles  on  the  second  line 
of  the  board,  whichis  now  worked  backward,  with  the  same  speed 
that  it  went  forward,  and  thus  the  other  half  is  produced.  Pat- 
terns consisting  of  two  similar  halves,  need  only  half  the  carving 
of  those  described  in  a  former  instance. 
And,  may  it  please  the  King, 

Instead  of  the  above,  the  pattern  may  be  carved  on  the  circum- 
ference of  a  cylinder,  which  is  in  all  respects  the  same  as  those 
formerly  constructed  by  our  relation,  Jubal,  the  organ  builder,  (see 
also  Genesis,  iv.  21.)  mounted  on  a  horizontal  axis,  and  turned 
round  with  a  slow  progressive  motion.  If  the  pattern  is  exactly  the 
size  of  the  cylinder,  as  soon  as  the  latter  has  been  once  passed  un- 
der the  needles,  it  will  return  to  its  first  position ;  but,  if  only  half 
the  pattern  covers  it,  (the  other  half  being  a  repetition  of  the  first) 
ihen^as  soon  as  it  has  made  one  revolution,  it  returns  in  an  oppo- 
site Erection,  and  so  on,  alternately. 

To  produce  a  variation  in  the  succession  of  the  changes  of  the 
shuttles,  a  portion  of  the  carved  sur&ce  of  the  pattern-board,  or 
dse  a  distinct  pattern-board,  must  be  provided,  and  carved  with  al- 
ternate elevations  and  depressions,  for  lifting  their  several  dbow 
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levers,  and  the  levers  below,  which  are  connected  with  stqp  detents,  for 
detaining  them,  and  determining  their  positions.  The  revcdving 
barrel,  before  mentioned,  may  also  be  applied  for  effecting  the  rais- 
ing or  lowering  of  the  shuttle  boxes,  in  a  proper  manner  to  change 
the  shuttles,  and  produce  cross  stripes ;  as  the  position  into  which 
the  revolving  barrel,  is  turned  and  detained,  previous  to  every  suc- 
ceeding pick  of  weft,  determines  which  of  the  diflferent  colours  of 
weft,  shall  be  thrown. 
And,  may  it  please  the  King, 

The  mechanism  of  the  figure  weaving  loom  will  be  simpler,  if 
the  (dain  or  tweeled  ground  of  the  cloth  is  produced  by  a  diatinot 
apparatus.  To  effect  this,  those  headles  which  belimg  to  the  jrams 
that  are  to  form  the  warp  of  the  plain  ground,  are  united  to  a  few 
lams  (thin  shafts  of  wood  or  iron)  so  that  by  drawing  up  one  of 
these  a  number  of  headles  may  be  raised  together  with  one  motion. 
The  lams  are  to  be  suspended  from  horizontal  levers  at  the  top  of 
the  loom,  in  a  similar  manner  to  the  levers  U,  and  disposed  in  the 
same  row. 

It  was  before  stated  that  only  one  or  two  headles  were  suqwnded 
from  each  lever ;  but,  by  means  of  the  lams,  several  may  be  sus- 
pended from  each  of  them.  These  are  provided  with  needles  simi- 
lar to  the  others,  and  which  might  foe  actuated  by  being  dropped 
upon  a  suitable  part  of  the  surfrice  of  the  pattern  board;  but,aBthis 
would  only  produce  a  repetition  of  a  simple  series  of  changes,  I  pre- 
fer to  substitute  instectd,  a  smtxtt  cylinder  or  revolving  iarrelj  the 
surface  of  which  is  carved  into  a  series  of  suitable  prominences  and 
depressions  in  order  to  actuate  the  needles,  in  a  similar  manner  to 
the  pattern  cylinder  before  described. 
And,  may  it  pleade  the  King, 

Whereas,  cylindrical  barrels,  studded  with  projecting  pins,  similar 
to  the  organ  barrels  of  said  Jubal,  have  been  used  in  different  parts 
of  your  most  gracious  Majestsr's  dominions,  for  other  purposes  than 
that  to  which  I  propose  to  apply  them^  I,  therefore,  make  no  claim 
to  the  invention  of  such  barrels,  except  when  the  same  are  applied 
to  my  figure  weaving  machinery,  of  the  kind  before  described,  with 
needles  and  other  necessary  parts,  for  weaving  four  or  more  webs 
at  once,  in  the  same  vertical  pow^  loom ;  and  also  when  the  sur- 
face of  said  barrels  are  carved  with  different  heights  and  depths,  at 
all  parts  which  are  to  be  represented  on  the  cloth  with  difference  of 
colourmg.  I  would  remark  also  that  when  small  patterns  are  to 
be  produced  upon  the  cloth,  I  use,  instead  of  the  said  machinery, 
(for  workmg  any  reammahle  numbor  of  leaves  of  headles)  a  contri- 
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vaace  or  invention,  which  I  call  a  tappet  wheel,  formed  of  a  suita- 
faje  numb^  of  segment  pieces  of  iron  or  smooth  stone,  in  the  faces 
of  which  segment  pieces,  indented  grooves  are  made  or  cast,  for  the 
purpose,  when  combined,  of  producing  a  zigzag  groove  round  the 
face  of  the  wheel,  to  suit  any  required  pattern  to  be  woven  in  the 
doth.  In  this  zigzag  groove  a  roller  works,  attached  to  an  upright 
rod,  which  is  connected  to  the  levers  or  treadles ;  and,  hence,  as  the 
tapp^  wheel  revolves,  the  treadles  are  worked  up  and  down,  accord- 
ing to  the  elevations  and  depressions  formed  in  the  wheel,  and  the 
requisite  portions  of  the  warp  are  raised  and  depressed  to  form 
the  sheds. 

The  segment  pieces  are  all  made  to  correspond  and  to  fit  together 
in  the  wheel,  so  that  they  may  be  readily  changed,  and  a  different 
zigzag  groove  produced  when  required,  according  to  the  sort  of  cloth 
to  be  woven,  thereby  superseding  the  necessity  of  casting  or  making 
many  wheels,  having  different  shaped  grooves,  and  of  shifting  them 
where  any  variation  in  the  weaving  is  wanted.  The  rod  which 
hdds  the  roller  that  works  in  the  tappet,  is  connected  above  to  the 
two  outer  jacks,  as  in  the  or£nary  power  loom,  and  acts  upon  verti- 
cal rack  bars  that  take  into  a  pinion,  which  raises  and  depresses  the 
portions  of  the  warp  equally,  and  thereby  prevents  any  under  strain. 
There  are  certain  vibrating  bars  connected  with  the  jacks  and  with 
the  needles,  which  are  thrown  firom  side  to  side  by  the  action  of  the 
tappet  rod  on  the  racks  and  pinions ;  and  these  bars  have  notches 
in  dieir  edges,  which  are  taken  hold  of  by  hcnrizontal  bars  connected 
lo  the  treadles,  for  the  purpose  of  moving  or  holding  back  certain 
of  the  needles,  agreeably  to  the  command  of  the  tappet  wheel. 
The  rifling  of  the  tappet  rod,  and  the  rack  bar,  works  a  crank  that 
slides  the  pattern  board,  and  brings  the  successive  lines  of  the  pat- 
tern under  the  ends  of  the  levers  or  needles ;  and  a  spring  is  intro- 
duced to  ease  the  action  of  the  pattern  frame. 

And,  may  it  please  the  King, 

I  also  claim  the  honcur  of  inventing  a  new  arrangement  of 
mechanism,  ithick  hat  no  connection  whaiever  tmth  any  part  of 
fwy  mackhiery  dhready  described^  but  yet  is  so  essential  to  the 
general  well-being  thereof,  that  I  cannot  resist  the  temptation  of 
explaining  it  separately ^  and  claiming  it  in  combination  with  the 
former  (notwithstanding  the  claims  of  the  said  Ghelen.) 

The  leading  feature  off  this  improvement  consists  in  the  peculiar 
arrangement  and  order  of  working  certain  parts  of  looms  in  gen- 
eral, so  that  a  new  description  of  cloth  shall  be  produced  or  woven : 
and  it  is  more  particularly  adapted  to  that  class  of  silk  &bric8  called 
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^Keang  Nan'*  satin ;  the  ordinary  quality  of  which  has  one  &ce 
highly  finished  and  glossy,  owing  to  the  brilliancy  of  the  warp 
threads  being  thrown  up  on  one  side  or  surface,  while  the  reverse 
or  back  side  of  the  cloth  presents  a  dull  unsightly  appearance, 
owing  to  the  absence  of  the  warp  threads  to  the  vision.  Now,  by 
the  aid  of  my  improvements,  in  the  arrangement  and  order  of 
working  the  loom,  and  by  introducing  a  double  set  of  warp  threads, 
I  am  enabled  to  produce  a  very  extraordinary  description  of  goods, 
both  in  point  of  texture  and  quaUty  ;  the  great  novelty  of  which 
consists  in  its  having  a  perfect  or  distinct  finished  surface  on  each 
side  of  the  fabric  ;  and  I  am  enabled  also  to  present,  two  entirely 
different  colours  of  cloth,  one  upon  each  side  or  sur&ce  of  the  piece, 
without  the  slightest  variation  in  finish,  brilliancy  or  appearance 
otherwise,  but  being,  as  it  were,  a  double  cloth,  having  two  perfea 
sides  or  surfaces,  and  bound  or  held  together,  by  threads  of  weft  at 
certain  intervals.  The  manner  in  which  such  manu&cture  is  to 
be  effected  is  entirely  dependant  upon  the  peculiar  order,  or  succes- 
sion of  working  the  treadles,  so  as  to  divide  or '  shed'  the  two,  or  more 
coloured  warps  in  such  a  manner  that  a  certain  number  of  threads 
shall  always  be  '  floating'  to  cover  the  wefl  on  each  side,  and  also 
a  proper  number  of  threads,  only,  shall  rise  and  &11  at  certain  in- 
tervals, to  bind  the  picks.  All  this  I  accomplish  with  the  aid  of  the 
tappets,  as  already  recorded^  the  treadles  being  worked  by  them  in 
order  to  open  the  proper  sheds. 

The  warp  threads  are  to  be  prepared  and  wound  upon  a  beam 
as  usual ;  but  in  case  the  cloth  is  required  to  have  two  distinct 
colours,  (that,  is,  one  upon  each  side  or  sur&ce)  then^  the  warps 
must^  of  course^  be  of  the  colours  of  the  intended  satin.  I  would 
also  remark,  that  the  satin  or  glossy  face  may  be  produced,  by  the 
weft  instead  of  the  warp ;  and  this  may  be  effected,  Bin]()ly,  by 
lifting  one  headle  out  of  every  eight,  for  the  upper  cloth,  to  each 
pick  of  the  weft ;  by  which  means  ^ths  of  the  weft,  will  show  on 
the  face,  instead  of  ^ths  of  the  warp,  as  in  the  former  plan. 
The  under  cloth  satin  fetce,  may  be  produced  by  arranging 
the  tappets  so  as  to  Uft  Jths  of  the  warp,  leaving  ^th  part  down, 
and  thus  Jths  of  the  weft  will  be  thrown  on  the  under  side,  as  it 
was  above  in  the  upper  cloth. 

And,  may  it  please  the  King, 

Having  now  described  the  nature  of  my  inventions,  or  improve- 
ments in  looms  worked  by  the  power  of  air,  or  any  other  agent  of 

*  Keang  Nan,  the  name  of  a  Chinese  province. 
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nature,  which  may  be  hereafter  found  out,  procured,  or  otherwise 
brought  into  existence,  for  the  purpose  alrezuly  described,  viz.,  of 
weaving  four,  or  any  other  number  of  webs  of  cloth  at  once,  in  the 
same  engine  or  verticle  power  loom,  or  looms,  by  simultaneous 
action  of  the  various  parts,  combinations,  and  appurtenances  there- 
of, in  the  manner,  O  King  !  before  described  and  set  forth ; 

Ist  I  desire  your  Majesty  to  understand  that  I  do  not  claim  as 
my  invention  or  inventions,  improvement  or  improvements,  combi- 
nation, or  combinations,  the  whole  of  said  machinery ;  as  many 
parts  thereof  are  of  the  said  Ghelen's  invention,  and  in  common 
use  ;  but  what  I  more  particularly  mean  to  confine  myself  to,  and 
that  which  I  wish  to  be  considered  the  honourable  inventor  of, 
while  I  live  in  this  world,  is,  first. 

The  reeds  BB,  for  knocking,  or  pounding  up  the  weft,  or  wefts 
of  four,  or  any  other  number  of  webs  ;  such  reeds  being  contained 
in  the  same  moving  fi^me  or  lay,  or  otherwise  affixed  as  the  nature 
of  the  case  may  require,  and  each  of  them  being  divided  into  two, 
or  more  separate  shuttle  races  (for  weaving  half  the  number  of 
webs,)  and  the  headles  dividing  the  warps,  being  adapted  for  open- 
ing the  same  into  four,  or  more  sheds. 
2d.  And,  may  it  please  the  King, 

I  claim  as  my  invention,  the  mechanism  described  for  changing 
the  shuttles,  in  a  vertical  air  loom,  for  weaving  four,  or  any  other 
number  <rf  webs  at  once.  When  any  one,  or  more  weft  thread,  or 
threads  break,  or  feil,  the  said  mechanism  then  substitutes  a  spare 
shuttle,  or  shuttles  by  an  instantaneous  movement,  without  any  act 
of  the  attendant,  and  without  stopping  the  loom.  I  also  claim  the 
peculiar  method  before  described,  of  forcing  or  pitching  the  shuttles, 
aa  fiist  as  the  weft  thread,  or  threads  break,  or  become  exhausted, 
into  a  sluice,  or  conductor,  cut  through  the  back  side  of  the  ma- 
chine, in  the  manner  and  for  the  purpose  set  forth.  And,  more- 
over, whereas,  various  contrivances  have  been  before  applied  in 
shuttles,  so  as  to  cause  the  loom  to  cease  operation,  when  the  weft 
thread  breaks  or  fails,  I  make  no  claim  to  the  invention  of  a  mo- 
tioa  in  the  shuttle,  for  the  purpose  of  causing  the  loom  to  stop,  but 
only  to  the  mechanism  which  changes  the  shuttles  for  others  con- 
taining weft  thread,  or  threads,  and  that  too  without  stopping  the 
loom. 

If  by  any  untoward  circumstance,  the  loom  should  not  stop  when 
required,  notwithstanding  all  these  precautionary  measures,  the 
linch  pins  cm*  keys,  (as  before  described)  are  drawn  firom  the  arms 
which  connect  the  lay  to  the  main  driving  shaft  of  the  machine  ; 


Digitized  by  VjOOQIC 


32  INTRODUCTION. 

when  this  is  accomplished,  motion  will  be  efedually  suspendfid. 
All  these  arrangements  I  claim  to  be  of  my  invention. 

3d.  And,  may  it  please  the  King, 

I  claim  the  improvement,  before  described,  of  ap{dying  and  com- 
bining, or  otherwise  arranging  four,  or  any  other  number  of  move- 
able pincers  or  crabs,  for  extending,  widening  or  stretching  (in 
breadth)  the  cloth  of  four,  or  more  webs,  which  are  to  be  woven  at 
once,  in  a  vertical,  or  any  other  kind  of  hom^  the  said  Ghden's 
vertical  mat  loom  excepted. 

And,  whereas,  a  kind  of  pincers,  or  crabs  have  been  applied  to  or- 
dinary looms,  (which  weave  one  piece  (j{  cloth  at  a  time)  for  the 
purpose  of  holding  such  cloth,  in  their  claws,  jaws,  or  gumsu  (as  the 
case  may  be)  to  the  same  width  at  which  the  reed  leaves  it,  after 
having  beaten  in  the  weft,  such  nippers  having  been  invented  by 
Lemuel  P.  Arybas  (a  sojourner  in  the  Cities  of  the  Plain)  I  make 
no  claim  to  them ;  but  only  to  the  ap{^Gation  of  my  apparatus  to 
vertical  looms,  propelled  by  the  power  of  air,  or  any  other  agent,  for 
weaving  four,  or  more  webs  at  once ;  nor  do  J  mean  to  confine 
mt/self  to  these  particulars^  but  will  be  governed  by  the  nature  of 
the  work  to  be  produced. 

4th.  And,  may  it  please  the  King, 

I  claim  the  in^rovement,  before  described,  of  mechanism  for 
changing  the  shuttle  boxes,  from  one  side  of  the  loom  to  the  other, 
when  all  the  weft  in  such  shuttles  as  are  contained  in  a  recq)- 
tacle,  has  become  exhausted ;  and  also  that  of  replacing  such  re- 
ceptacles, charged  with  another  carriage  full  of  shuttles,  containing 
cops  or  quills  of  different  colours,  or  appearances,  as  the  nature  of 
the  case  may  require,  for  the  purpose  of  producing  cross  stripes,  or 
chequered  patterns  of  every  possible  description ;  and  also,  for 
effecting  all  changes  of  colouring,  or  appearance  as  are  required  in 
figure,  or  ornamental  weaving. 

6th.  And,  may  it  please  the  King, 

I  claim  the  improvement,  before  described,  of  the  mode  of  mount- 
ing the  headles,  suitably  for  figure  weaving,  in  a  vertical  power 
loom,  by  which  four,  or  more  figured  webs  of  cloth  may  be  woven 
at  one  and  the  same  operation ;  and,  lastly,  O  King !  I  claim  the 
improvement,  or  combination  of  mechanism,  before  described,  for 
drawing  up  the  headles,  suitably  for  weaving  figured  patterns,  in  a 
vertical  power  loom,  on  a  surfHising  number  of  webs  at  once; 
which  mechanism  derives  the  diversification  of  its  successive  actions 
on  the  headles,  from  a  carved  patten  board,  or  from  carving  on  the 
circumference  of  a  revolving  cylinder,  that  carving  being  a  repre- 
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nnlatioii  of  the  required  pattern,  in  relief,  with  diflerent  gtages  in 
Che  heights  and  depths  thereof,  at  all  the  parts  which  are  to  be 
woven  with  different  colours,  or  with  other  variations  in  appearance, 
as  may  be  derived  from  changing  the  kinds  of  weft  which  are  em- 
]doyed ;  and  I  also  claim,  as  of  my  invention,  the  tappet  wheel 
contrivance  or  apparatus,  before  described,  for  working  any  reason- 
able  number  of  leaves  of  headles,  the  claims  of  the  said  Ghelen, 
and  of  the  said  Arybas,  to  the  contrary  notwithstanding. 

And,  may  it  please  the  King, 

I  abo  claim  the  honour  of  inventing  the  improvement  in  looms 
fcr  weaving  in  the  same  piece  of  cloth,  two,  or  more  pieces  of  imir 
taticn  Keang  Nau  satin^  or  iieibric  having  two  equally  perfect  and 
finished  sides  or  surfeces,  either  of  similar  or  distinct  colours,  quali- 
ties, or  materials  (as  the  case  may  be)  the  claims  of  the  said  Ghelen 
to  the  contrary  thereof  notwithstanding. 

After  hearing  the  Oration  of  the  said  Arphaxad,  we  ordered  him 
to  be  rewarded  with  an  annual  pension  of  forty-five  shekels  of  gold, 
in  lawftil  money  of  these  realms,  during  the  natural  period  of  his 
existence  in  this  world  ;  and  we  commanded  a  short  Document  to 
be  drawn  out  by  our  scribe,  to  be  regularly  signed  by  the  inventor 
before  witnesses  (he  being  a  barbarian)  and  to  be  affixed  to  the  de- 
scription of  the  monster,  as  copied  word  for  word  by  Deog.  We 
condescend  to  add  in  our  History  this  document,  which  is  as 
ftdlows: 

All  these  arrangements,  improvements,  and  combinations  of 
mechanism,  I  claim  as  of  my  invention,  the  claims  of  the  said 
Arkite  Ghiden  Ghelen,  or  of  the  said  Lemuel  P.  Arybas  to  the  con- 
trary notwithstanding ;  in  testimony  whereof  I  hereunto,  on  this 
tenth  day  of  the  month  Adar,  set  my  hand  and  seal, 

E.  K.  ARPHAXAD. 

-ntr_«. S  ZiPP    DeOO,    R.    S. 

Witnesses  ^  ^^^^^  Hazer,  J.  P. 

We  have  received  the  following  letter  from  our  friend  at  Alex- 
andria (Eg3rpt,)  who  furnished  us  with  the  foregoing  specification 
and  drawing,  in  answer  to  one  we  wrote  to  that  poUte  gentleman 
on  the  22d  January  last,  and  in  which  we  made  various  enquiries  re- 
specting the  several  human  figures,  &c.,  represented  in  Uie  draw- 
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ing  with  Arphaxad's  maehine,  but  of  which  tha  historian  (we  re- 
gret to  say)  gives  no  account  Mr.  Kersivenus,  being  well  versed 
in  such  matters,  explains  nearly  all  these  important  omissions,  in  the 
present  letter. 


Alexandria,  April  23d,  1843. 

Dear  friend, 

I  received  your  favour  this  morning,  bearing  date 
22d.  January  last,  the  contents  of  which  I  duly  note.  In  the  first 
place,  I  am  happy  to  hear  of  the  safe  arrival  at  New  York,  of  the 
drawing  of  Arphaxad's  loom,  which  I  had  the  pleasure  of  sending 
you  on  the  11th  August,  1842,  and  the  procurement  of  which  gave 
me  no  small  trouble,  besddes,  the  immense  expense  levied  by  his 
Highness  before  I  was  permitted  to  cq>y  from  the  original  scroll. 
But,  now  that  you  have  received  the  drawing,  which  is  faithful  in 
every  particular,  I  entertain  no  fears  of  your  success,  well  knowing 
that  such  an  enlightened  people  as  the  natives  of  the  United  States 
of  America,  have  the  proper  spirit  to  appreciate  your  exertions  to 
benefit  them  in  their  manuflELCtures,  by  the  introduction  of  this  most 
useful  engine  amongst  them.  However,  this  is  no  business  of  mine ; 
and  my  object  at  present  is  to  answer  your  letter. 

You  enquire  the  reason  why  I  did  not  (in  my  letter  of  11th 
August,  1842,)  give  you  an  explanation  of  the  various  human  figures 
represented  in  the  drawing  along  with  the  machine.  Why,  my  dear 
friend,  the  truth  is,  I  forgot  to  do  so ;  and  I  now  beg  pardon  for  hav- 
ing been  guilty  of  so  great  an  omission. 

In  answer  to  your  first  enquiry  as  to  what  the  figure  No.  1  is, 
and  for  what  purpose,  he  is  perched  upon  the  top  of  the  loom,  I 
would  state,  that  it  is  not  a  human  being,  as  one  might  at  first  sight 
suppose,  but  only  a  part  of  the  mechanism  called  the  alarm  loon^ 
for  the  purpose  of  giving  notice  to  the  weavers,  when  a  weft  or  warp 
thread  breaks,  in  case  the  other  motions  fail  to  perform  their  respec- 
tive functions,  as  described  by  the  inventor  before  king  Deioces. 
The  maimer  in  which  the  loon  operates  is  as  follows : — 

There  is  an  air  cistern,  or  cylinder,  placed  transversely  at  the  back 
of  the  diflferent  warps,  having  3796  holes  (tf  \  inch  in  diameter 
pierced  in  it ;  to  each  one  of  which  holes,  a  small  tube  is  soldered 
of  sufilcient  length  to  reach  up  to  the  under  extremity  of  the 
figure  No.  1,  passing  into  that  part  of  the  machine  on  which  it  is 
seated,  and  from  thence  into  his  interior.  This  arrangement  being 
deariy  understood,  the  operation  will  be  obvious  after  a  little  ex- 


Digitized  by  VjOOQIC 


INTRODVCTIOff.  8S 

pianation.  There  is  a  small  valve  or  air  latch  on  the  side  of  each 
of  these  tubes  or  air  conductors,  just  about  2\  inches  from  the  cy* 
Under.  To  each  of  these  latches,  the  end  of  a  small  eord  ox  wire 
chain  is  made  fast,  the  other  end  having  an  eyelet  hde  in  it,  to  ad- 
mit a  warp  thread  to  pass  freely  through  it  This  done,  the  next 
thing  is  to  attach  a  small  lead  of  about  2  ounces  in  weight,  and  6^ 
inches  in  length,  midway  between  the  valve  on  the  side  of  the  air 
tube  and  the  warp  thread.  As  soon  as  a  thread  breaks,  its  cord,  is 
of  course^  disengaged,  when  its  weight  is  allowed  to  drop  through  a 
small  hole  in  a  plate,  which  serves  to  guide  all  the  weights,  and  by 
its  descending  force,  depresses  one  end  of  a  lever  which  acts  upon  th6 
safety  valve,  (corresponding  to  the  thread,)  and  by  this  means  a 
sufficient  quantity  of  air  is  allowed  to  escape  frovD  the  general  reser- 
voir, which  instantly  rushes  into  the  figure  No.  1 ;  whereupon  that 
figure,  by  the  aid  of  a  very  ingenious  piece  of  mechanism  in  its  in- 
side, elevates  the  trumpet,  and  gives  a  shrill  blast,  loud  enough  to 
be  heard  all  over  the  &ctory. — ^A  similar  mediod  is  employed  with 
the  weft  threads,  but  this  I  shall  explain  to  you  in  another  letter^  as 
soon  as  I  hear  from  our  friends,  Dr.  Lepsius,  and  Mr<  Taylor  of 
Dublin,  to  whom  I  have  written  on  the  subject.  Should  more  than 
one  thread  break  at  a  time,  the  mechanism  of  the  figure  No<  1^ 
adapts  itself  to  that  incident,  by  giving  a  corresponding  notice ; 
should  any  serious  accident  occur,  such,  for  instance  as  any  of  the 
workmen  who  are  occupied  inside  of  the  machine  felling  through 
the  rigging,  by  reason  of  having  made  a  misHstep,  then,  the  alarm 
loon  blows  five  times  in  rapid  succession ;  and  in  case  of  two  hands 
falling  over-board  at  the  same  instant,  as  is  represented  in  the  draw- 
mg,  the  trumpeter  blows  eleven  times,  lifts  his  reserve  foot,  kicking 
off  his  ring  hat,  under  which  all  the  tubes  from  the  safety-valves  in 
the  main  cylinder  fit,  whereupon  the  whole  of  the  air  escapes 
through  the  lid  in  the  crown  of  the  loon's  head,  and  thus  the  loom 
is  efiectually  stopped  until  new  hands  are  provided. 

I  am  credibly  informed  by  his  Highness,  that  in  no  instance  do 
any  of  the  poor  fellows  survive  a  fall  from  the  engine,  and,  indeed, 
it  is  an  astonishing  feet,  that  life  almost  invariably  becomes  extinct 
before  they  reach  the  ground  at  all.  It  appears  firom  the  original 
records  in  the  possession  of  his  Highness,  and  from  what  I,  myself, 
could  decipher  from  other  documents,  in  r^ard  to  the  rise  and  pro* 
gress  of  this  desperately  complex  machine,  that  out  of  every  76 
persons  who  met  a  horrid  death  through  its  instrumentality,  66 
were  apprentices  (or  green  hands.) 

Th«e  is  not  the  shadow  of  a  doubt  on  my  mind,  howeiver,  that 
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you  will  in  the  course  of  a  short  time,  so  improve  the  internal  ar- 
rangements of  the  engine,  as  to  lessen  the  number  of  these  dread- 
ful accidents,  if  not  altogether  to  prevent  such  occurrences  from  taking 
place  in  future.  In  a  country  like  yours,  where  one  man^s  life 
is  just  as  valuable  as  any  other  man^s,  this  is  a  matter  which  re- 
quires your  serious  consideration,  and  all  the  ingenuity  you  possess. 
You  ask  the  reason  why  so  many  workmen  lose  their  lives  in  this 
business,  but  I  confess  my  inability  to  give  you  any  very  definite  reply 
to  such  a  question,  not  having  sufficiently  weighed  the  subject,  as 
yet,  in  all  its  bearings.  However,  my  present  impression  is,  that 
the  principal  cause  of  these  misfortunes  may  be  ascribed  to  the  cir- 
cumstance, that  the  mechanism  is  so  extensive  inside  as  to  mono- 
polize nearly  all  the  footing  or  standing  place  ;  and  as  some  parts 
of  the  machinery  require  to  be  operated  by  the  hand,  and  others 
by  power,  it  often  occurs  that  the  workman,  from  inattention,  or 
want  of  experience,  fails  in  performing  his  part  of  the  work  withiii 
the  necessary  time,  and  the  section  on  which  he  stands  is  the 
next  to  be  operated  upon  by  the  air  cylinder,  and  should  he  not 
shift  his  position  before  it  begins  to  open  its  jaws,  he  is  at  once  let 
through  the  slide,  receiving  at  the  moment  of  his  exit,  a  knock 
from  a  revolving  guard  or  automaton  figure,  which  is  placed  under 
the  platform  of  the  mcdn  pattern-board  levers,  for  the  purpose  of 
clearing  away  obstructions,  such  as  dead  bodies,  &c. ;  and  as  this 
knock  or  kick  is  commonly  given  on  the  crown  of  the  head,  life,  in 
most  cases,  becomes  extinct  instantly. 

Now,  my  dear  sir,  could  you  do  away  with  the  manual  labour, 
by  the  substitution  of  power ;  or  could  you  make  such  alterations, 
that  the  men  would  have  a  sure  standing  place  to  work  upon  ;  I 
say,  could  you  make  either  of  these  improvements,  I  am  of  opinion, 
and  so  is  his  Highness,  that  you  would  confer  a  lasting  benefit  on 
mankind,  at  least  on  those  who  are  called  weavers. 

You  desire  me  to  explain  the  meaning  of  the  figures  2, 3,  4,  5,  6, 
and  7,  as  you  say  you  are  not  much  skilled  in  the  science  of  hiero- 
glyphics. You  will,  no  doubt,  have  observed  that  they  are  all  fe- 
male musicians.  Each  of  them  wears  on  her  cap  the  symbol  of 
her  rank  in  the  band.  Perhaps  figure  6  is  an  exception,  however ; 
as  I  am  not  so  certain  of  her  grade.  At  first  sight,  I  took  her  to  be 
a  pawnbroker's  wife,  from  the  fact  of  her  wearing  three  balls  to  her 
horns ;  but  she  is  so  curious  altogether  in  appearance,  that  I  shall 
not  venture  to  give  any  other  opinion  about  her,  until  I  hear  from 
our  firiend  Dr.  Lepeius,  and  I  intend  writing  to  him  on  the  subject 
to-morrow.    As  soon  as  his  answer  arrives,  I  will  give  you  a  corn- 
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plete  explanation  of  that  figure,  I  will  also  write  by  the  same  post, 
to  W.  C.  Taylor,  L.  L.  D.,  as  he,  doubtless,  knows  all  about  it, 
having  latdy  turned  his  attention  to  these  subjects ;  and,  in  the 
meantime,  believe  me  to  be,  with  permission  from  his  Highness, 
Your  most  obedient  servant, 

ALEXIS  KERSIVENUS, 

Civil  Engineer,  Homeopathic  Physician,  &c. 

P.  S.  My  &mily  are  all  well.  Cleopatra  sends  you  her  love, 
and  three  embalmed  kisses,  together  with  a  vial  of  frankincense ; 
and  hopes  soon  to        *  *  *  *  * 

•  »»»«»  ! 

Had  some  of  our  modem  inventors  seen  this  loom,  with  its 
various  appurtenances,  it  might  have  saved  them  many  an  aching 
head  and  broken  heart;  and,  we  have  no  hesitation  in  saying, 
that  it  would  have  effectually  shown  them  how  frur  they  had  been 
anticipated  by  an  impretending  individual  who  never  even  so  much 
as  thought  it  worth  while  to  secure  its  benefits  to  himself  by 
"Letters  Patent."  Although  Arphaxad  lived  in  a  period  of  the 
world  in  which,  it  is  generally  supposed,  men  knew  comparatively 
little,  still,  we  think  that  his  specification,  as  delivered  by  himself 
before  the  Median  monarch,  is  scarcely  to  be  equalled  by  our 
greatest  scheming-inventors  and  patent  agents  of  the  present  day  ; 
and  we  would  recommend  it  as  a  model  to  all  those  aspiring  spirits 
who  expect  to  reach  the  uppermost  step  of  fame's  ladder,  or  to  have 
a  bronze  monument  (higher  than  the  Colossus  at  Rhodes)  for  a 
head  piece  to  their  narrow  stripe  of  territory,  after  Chaos  has 
spread  his  dusky  pinions  around  their  once  ambitious  intellects. 
However,  this  is  none  of  our  business. 

The  arts  of  spinning,  dyeing,  and  weaving  now  spread  rapidly 
over  various  parts  of  China,  Persia,  Hindostan,  and  Egypt,  where 
they  made  great  progress,  extending  into  Palestine,  in  the  earliest 
ages  of  the  Jevrish  dispensation.  Indeed,  we  find  from  the  book 
of  Joshua,  that  flax  was  very  anciently  cultivated  even  in  Pales- 
tine :  for  Rahab,  the  harlot  of  Jericho,  concealed  the  spies  under 
the  stalks  of  flax  which  she  had  laid  to  dry  on  the  house  top. 
Spiiming  and  weaving  were  also  practised  in  Idumea,  the  latter 
forming  the  subject  of  a  beautifrd  allusion  in  the  book  of  Job : 

"My  days  are  slighter  than  the  weaver's  yarn. 
They  are  finiahed  hke  the  breaking  of  a  thread." 

Job,  vii  ehap,  6  ver.  (  Wem^B  TVont.) 
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There  is  the  same  image  in  Hezekiah's  complaint,  a  paasage  by 
the  way,  which  has  sadly  perplexed  commeDtators,  but  is  at  once 
explained  by  the  custom  of  the  weaver's  cutting  away  the  thrums, 
by  which  the  piece  is  fsistened  to  the  yarn  roller  in  the  loom,  when 
his  work  is  completed  : 

My  life  is  eut  off  as  by  the  weaver  j 

He  will  sever  me  from  the  loom ; 

In  the  course  of  the  day,  he  will  finish  my  web." 

Isaiah  xxxviii  chap.  12  ver.  (LovMi  TVosit.) 

From  the  history  of  Samson,  it  is  evident  that  the  cultivation  of 
flax,  and  the  arts  of  spinning  and  weaving,  were  practised  by  the 
Philistines.  But,  the  Hebrews  were  essentially  an  agricultural,  and 
pastoral  people,  equally  averse  to  commerce  and  manufacturing  in- 
dustry. Solomon  exerted  himself  to  reform  the  national  habits ; 
he  established  an  emporium  at  Eziongeber,  to  open  trading  com- 
munications with  the  eastern  seas,  while  his  connexion  with  the 
Tyrians,  enabled  him  to  participate  in  the  commerce  of  the  Medi- 
terranean. It  appears  that  he  entered  into  a  league  with  the 
reigning  king  of  Egypt,  to  receive  linen  yarn  at  a  stipulated  price, 
or  fixed  duty.  This  early  example  of  a  commercial  treaty  for 
regulating  a  tariff  of  intercourse,  is  curiously  illustrated  by  the  re- 
cent discoveries  in  Egyptian  antiquities ;  as  we  find  from  them, 
that  the  Pharoahs  had  very  large  spinning  establishments,  such  as 
we  should  in  the  present  day  call  factories  of  no  small  magnitude, 
so  that  there  was  not  only  enough  of  yam  left  for  home  consump- 
tion in  the  valley  of  the  Nile  but  also  for  exportation.  Had  Solo- 
mon resembled  some  modem  statesmen,  he  would  have  protected 
the  spinning  industry  of  Judea  by  laying  a  prohibitory  duty  on  the 
import  of  foreign  yam  ;  but  Solomon  was  aware  that  the  protection 
to  Hebrew  flax-growers  and  spinners  would  so  enhance  the  [urice 
of  yam  to  Hebrew  weavers,  that  they  could  not  bring  their  goods 
into  a  foreign  market  He  did  not  establish  a  monopoly,  for  he 
saw  very  clearly  that  every  monopoly  is  a  great  injury  to  the 
many  for  the  benefit  of  the  few,  and  instead  of  telling  his  weavers 
to  look  exclusively  to  the  home  market,  he  endeavoured  to  open 
for  them  as  many  foreign  markets  as  possible. 

But,  to  retum  to  our  subject,  it  appears  that  one  of  the  most  valua- 
ble of  Arphaxad's  inventions,  was  that  of  his  improved  shuttle  ;  for, 
as  we  have  already  stated,  that  useful  implement  in  weaving,  seems 
to  have  been  entirely  unknown  to  Ghelen  ;  and,  indeed,  no  great 
progress  could  ever  have  been  made  without  it.    Shuttles  were 
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Oiade  of  two  sorts,  one  for  the  fly,  the  other  for  the  hand-loom,  and 
were  pointed  at  both  ends  in  a  similar  way  to  those  of  the  present 
day,  that  they  might  more  easily  pass  through  the  shed,  or  sheds 
of  the  warp,  opened  for  their  reception.  In  spite  of  all  this,  how- 
ever, the  English  have  the  hardihood  to  claim  the  merit  of  having 
invented  the  fly  shuttle,  for  one  John  Kay  of  Bury,  in  the  year 
1738  ;  and  even  Mr.  Taylor  of  DubUn,  shows  his  depth  of  learning 
in  weaving  chronology,  when  he  reiterates  the  silly  story  which 
prevails  upon  the  subject  among  the  ignorant,  in  his  ^  Sketch  of 
the  Progress  of  the  Cotton  and  Woollen  Manufactures,  &c." 

It  is  narrated  that  Arachne,  a  woman  of  Colyphon  (daughter  of 
Idmon,  a  dyer)  was  so  skilful  in  working  tapestry,  that  she  chal- 
lenged Minerva,  the  goddess  of  the  art,  to  a  trial  of  skill.  She  re- 
presented in  her  designs,  the  amours  of  Jupiter  with  Europa,  An- 
dope,  Leda,  Asteria,  Danae,  and  Alemene ;  and  although  it  is 
recorded  that  her  performances  were  masterly,  yet  she  was  defeated 
by  Minerva,  and  hanging  herself  in  despair,  was  changed  into  a 
spider  by  the  goddess.  Ovid  describes  the  very  ungallant  use  to 
which  Minerva  appUed  the  shuttle,  in  her  contest  with  Arachne : 

"  A  great  fly  shuttle  in  her  hand  she  took, 
And  more  than  once  Arachne's  forehead  struck ; 
The  unhappy  maid,  impatient  of  the  wrong, 
Her  injured  person  from  the  breast  beam  hung." 
(^(PDohertifB  Tram.) 

From  the  delineations  existing  on  Egyptian  monuments,  weaving 
was  not  regarded  as  a  very  exhilarating  employment :  in  several 
instances  we  can  see  signs  of  sadness  and  melancholy  on  the  coun- 
tenances of  those  engaged  in  the  task,  reminding  us  of  the  sorrow 
at  Penelope : 

^  Full  oppoate  before  the  folding  gate, 
The  pensive  mother  sits  in  humble  state; 
Lowly  she  sat,  and  with  dejected  view. 
The  fleecy  threads  her  wary  fingers  drew.^ 

Odyssey,  XVII. 

But  the  sombre  aspect  of  persons  thus  engaged  is  easily  explained 
when  we  remember  that  most  of  the  female  spinners  and  weavers 
in  Egypt,  at  the  time  to  which  we  refer,  were  captives  taken  in  war, 
fiUlen  from  their  former  high  estate,  and  forced  to  bear  the  con- 
tumely of  an  imperious  mistress.  It  will  be  remembered  with  what 
bittemess  of  feeling  Hector  forebodes  such  a  fate  for  his  beloved 
Andromache ;  and,  indeed,  he  had  good  reason  to  be  sorry  for  hid 
poor  '  gal,'  if  the  labour  was  a^  hard  in  actual  practice,  as  it  ap< 
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pears  to  be  from  the  annexed  illustration ;  which  is  a  correct  cojpy 
of  an  original  drawing  taken  from  the  tomb  of  Hassian ;  and  we 
are  indebted  to  the  French  Consul  at  Athens,  for  his  great  kindness 
in  procuring  it  for  us.    It  is  shown  at  Fig.  E. 

Fig.  E. 


On  comparison  with  Ghelen's  loom,  it  will  be  observed  that  in 
the  present  drawing,  double  the  number  of  hands  are  employed ; 
and  unless  these  could  produce  more  than  twice  the  quantity  of 
cloth  woven  in  the  former,  no  saving  would  be  effected.  Perhaps, 
however,  the  quality  of  the  fabric  was  improved  by  the '  let  off '  and 
*  take  up'  motions,  which,  no  doubt,  worked  very  admirably  ;  more 
so,  we  think,  than  some  of  those  at  present  in  use ;  and  we  would 
add,  might  be  advantageously  employed  on  many  of  our  modem 
carpet  power  looms. 

The  scene  presented  on  the  border  at  the  bottom  of  the  above 
drawing,  is  the  pattern  at  which  the  weavers  are  engaged.  It  is 
somewhat  indistinct,  but  so  far  as  we  can  learn,  the  subject  of  it  is 
a  retreat  from  a  battle-field.  The  large  quadruped  towards  the 
right,  is  a  jackass,  and  the  person  who  holds  it  by  the  tail,  is  its 
owner,  who  appears  to  be  one  of  the  vanquished,  and  is  leaving  the 
scene  of  action  with  all  possible  speed,  at  the  same  time  doing  all 
in  his  power  to  save  his  ass ;  but  it  stands  still,  either  from  natural 
stubbornness,  or  from  fear  of  one  of  the  victors,  who  has  got  in  front 
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and  18  endeaYouring  to  catch  it,  or  else  to  tempt  it  with  a    *         * 

*  ,  which  he  has  placed  upon  a  three-legged  stool.  The  man 
towards  the  left,  who  seems  to  run  so  fast,  is  another  of  the  con- 
querors, and  he  will,  no  doubt,  soon  overtake  the  ass-driver.  He 
carries,  in  triumph,  upon  a  pole,  the  head  of  some  person,  whom  he 
has  killed  in  the  fight.  There  is  also  on  the  left  the  figure  of  a 
person  fai  a  kneeling  attitude,  who  has  been  taken  captive,  begging 
to  the  leader  of  the  victorious  army  for  his  deliverance.  The  oMther 
details  which  help  to  compose  the  design,  are  merely  firagments  of 
the  vanquished  left  on  the  field,  such  as  coats,  pantaloons,  vests,  hel- 
mets, legs,  arms,  &c. 

^  Thy  woes,  Andromache,  thy  grief  I  dread, 
I  see  thee  trembling,  weeping,  captive  led ; 
In  Argive*  looms  our  battles  to  design, 
And  woes  of  which  so  large  a  pan  was  thine." 

(Diad,  vi) 

Homer  asserts  that  the  ancients  were  acquainted  with  the  art  of 
weaving  figured  patterns  of  the  most  splendid  kind ;  and  he  in- 
forms us,  that  Andromache  was  engaged  in  producing  a  rich  flowered 
pattern  when  she  received  the  melanchdy  intelligence  of  the  death 
of  Hectcv: 

^  Far  in  the  dose  recesses  of  the  dome, 
Pensive  she  ply'd  the  melancholy  loom. 
A  ^oomy  work  employ'd  her  secret  hours 
Confos'dly  gay  with  intermingling  flowers." 

In  the  contest  between  Minerva  and  Arachne,  Ovid  gives  us  the 
fidlowing  lively  description,  dwelling  not  oidy  on  the  beauty  of  the 
figures  which  the  rivals  wove,  but  also  on  the  delicacy  of  shading, 
by  which  the  various  colours  were  made  to  harmonize  together : 

^  Then  both  their  mantles  button'd  to  their  breast, 

Their  skilfiil  fiogers  ply  with  willing  haste, 

And  work  with  pleasure,  while  ihey  cheer  the  eye 

With  glowing  purple  of  the  Tyrian  dye : 

Or  justly  intermixing  shades  with  light, 

Their  colourings  insensibly  unite ; 

As  when  a  shower  transpierced  with  sunny  rays. 

Its  mighty  arch  along  the  heavea  displays ; 

From  whence  a  thousand  difi'rent  colours  rise, 

Whose  fine  transition  cheat  the  clearest  eyes; 

*  Designating  what  belongs  to  Argos,  the  Capital  of  Argolis  in  Greece, 
whom  inhabitants  were  called  ArgwL  This  name  however  is  used  by  the 
poels  for  the  Greeks  in  general.— Potif.  TVonr. 

6 


Digitized  by  VjOOQIC 


42  INTRODUCTION. 

So  like  the  inlermingled  ahading  seenw, 
And  only  differs  in  the  last  extremes. 
Their  tlu*ead8  of  gold  both  artfully  dispoee, 
And,  as  each  part  in  just  proportion  rose. 
Some  antic  fable  in  their  work  disclose." 

The  loom  was  also  used  as  an  embroidering  frame,  the  figures  or 
patterns  being  worked  on  the  web  with  small  shuttles  or  circles,  as 
the  weaving  proceeded,  but  in  some  instances  the  embroidering 
needle  was  used  instead  of  the  shuttles :  these  needles  were  not 
similar  to  a  common  shirt  needle,  as  some  of  our  learned  doctors 
would  fain  have  it,  but  Uke  those  used  in  the  manufacture  of  Gobe- 
Uns  tapestry  ;  of  these  we  shall  have  occasion  to  speak  more  fully 
hereafter. 

Vests  of  ornamental  work,  woven  or  embroidered,  were  favourite 
presents  from  a  fond  wife  to  her  husband,  from  a  mother  to  her  son, 
and  from  a  sister  to  her  brother.  Surcoats  thus  ornamented  formed 
no  small  part  of  the  warrior's  pride.  A  striking  allusion  is  made  to 
their  importance  in  one  of  the  most  glowing  passages  of  Deborah's 
triumphal  hymn.  "  The  mother  of  Sisera  looked  out  at  a  window 
and  cried  through  a  lattice,  Why  is  his  chariot  so  long  in  coming  ? 
why  tarry  the  wheels  of  ins  chariots  ?  Her  wise  ladies  answered 
her,  Yea,  she  returned  answer  to  herself.  Have  they  not  sped  ?  have 
they  not  divided  the  spoil ;  to  every  man  a  damsel  or  two ;  to  Sisera 
a  prey  of  divers  coburs,  a  prey  of  diverse  colours  of  needle-work,  of 
divers  colours  of  needle-work  tm  both  sides^  meet  (<x  the  necks  of 
them  that  take  the  spoil  ?" 

The  repetition  of  "  divers  coburs,"  in  this  passage  is  a  strong 
proof  of  the  value  that  was  anciently  set  on  this  species  of  orna- 
mental work. 

It  appears  from  Exodus,  chap.  zxv.  verse  4,  that  frtbrics  of  blue, 
purple,  fine  linen  and  goats  hair,  were  manufectured  to  a  great  ex- 
tent in  Palestine.  We  read  in  Exodus,  chap.  xxvi.  verses  1  and  2, 
"  Moreover,  thou  shalt  make  the  tabernacle  with  ten  curtains  of 
fine  twined  linen,  and  blue,  and  purple,  and  scarlet :  with  cheru- 
bims  of  cunning  work  shalt  thou  make  them.  The  length  of  one 
curtain  shall  be  eight  and  twenty  cubits,  (61  ft.  1  mch,)  and  the 
breadth  of  one  curtain  four  cubits :  and  every  one  of  the  curtains 
shall  have  one  measure."  From  this  we  perceive  that  the  web  in  the 
reed,  or  reeds  must  have  stood  about  7  feet  3^  inches,  which  is 
wider  than  any  plain  linen  fribrics  we  manufricture  at  the  present 
day.  The  figures  of  the  cherubims  must  have  been  woven  with 
shuttles,  and  very  likely  as  many  as  a  thousand  shades  of  colour 
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were  made  use  of.  Had  they  been  done  with  the  embroidering 
needle  on  so  very  wide  a  fabric,  it  would  have  taken  an  age  at  least 
in  its  accomplishment.  In  Exodus,  chapter  xxviii.  verse,  37,  we 
read  as  follows :  <^  And  thou  sbalt  put  it  on  a  blue  lace,  that  it  may 
be  upcMi  the  mitre."  See  also  Exodus,  chapter  xxxix.  verses  21 
and  31.  From  this  it  is  evident  that  the  manulfocture  of  lace  was 
then  well  understood ;  and,  indeed,  it  was  so  long  before,  in  Egypt, 
as  we  shall  endeavour  to  show. 

We  are  weU  aware  that  in  order  to  manufacture  lace,  very  com- 
plex contrivances  must  be  employed,  for  even  with  the  best  Notting- 
ham machinery  of  our  own  day  twelve  distinct  motions  are  neces- 
sary to  complete  one  mesh. 

On  referring  to  the  28th  chapter  of  Exodus,  at  the  39th  verse, 
we  learn  how  particular  were  the  directions  given  to  Moses  regard- 
ing the  jN-eparation  of  the  sacerdotal  robes,  to  be  worn  by  the  high 
priest :  ''  Thou  shalt  embroider  the  coat  of  fine  linen,  and  thou 
flhak  make  the  mitre  of  fine  linen,  and  thou  shalt  make  the  girdle 
of  needle-work."  The  concluding  part  of  this  verse  shows  most 
decidedly  that  the  principal  portion  of  the  fabric  was  effected  by 
machinery  (perhaps  like  our  friend  Josu6  Heilmann's,  of  Mulhau- 
sen,  Alsace,  France,)  otherwise,  why  should  such  particular  reference 
be  made  to  the  girdles  being  of  needle-work  ?  No  doubt,  Bezaleel, 
an  ingenius  artizan  of  the  tribe  of  Judah,  invented  machinery  for 
embroidering  those  beautiful  fabrics  very  expeditiously :  this  gentle- 
man abo  made  great  improvements  on  the  barrel,  and  draw  looms, 
the  claims  of  Morton  of  Kihnamock,  Cross  of  Paisley,  and  Bonnar 
of  DumfermUne  to  the  contrary  notwithstanding.  Aholiab  of  the 
tribe  of  Dan,  one  of  Bezaleel's  pariictilar  friends,  made  an  im- 
provement on  one  of  his  (Bezaleel's)  machines,  which,  according  to 
pope  Leo  X,  was  named  "  ogizigo ;"  thi3  improvement,  consisted 
in  substituting  vertical  wires  with  hooks  or  lifters,  through  which 
wires,  other  horizontal  ones  passed,  working  through  holes  in  a 
board,  against  slips  of  tin  or  copper,  precisely  the  same  way  as  in 
the  Jacquard  machine.  It  must  be  confessed  that  this  is  a  most 
remarkable  circumstance.  These  two  celebrated  workmen  (Beza- 
leel and  Aholiab)  ^'  were  filled  with  wisdom  of  heart  to  work  all 
manner  of  work  of  the  engraver,  and  of  the  cunning  workman, 
and  of  the  embroiderer  in  blue,  and  in  purple,  in  scarlet,  and  in 
fine  linen,  and  of  the  weaver ;  even  of  them  that  do  any  work, 
and  of  those  that  devise  cunning  work.''    (Exodus,  xxxv.  36.) 

Moses  also  makes  mention  of  the  preparation  of  gold  in  threads, 
to  be  interwoven  with  the  most  precious  cloths.    ^'  They  did  beat 
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the  gold  into  thin  plates,  and  cut  it  into  vnree,  to  work  it  in 
the  blue,  and  in  the  puqdejiwd  in  the  scarlet,  and  in  the  fine 
linen,  with  cunning  w<M:k."  (Exodus  xxxix.  3.)  From  this  pas- 
sage it  is  evident  that  gold  thnsad,  or  rather  wire,  was  used  in 
weaving,  which  thread  or  wire  it  also  appears,  was  cut  by  the  aid 
of  a  very  ingenious  contrivance  invented  by  one  Zurishaddai,  a  na- 
tive of  Sidon.  We  regret  that  in  spijte  of  our  endeavours  to  obtain 
drawings,  or  description  of  this  apparatus  we  have,  as  yet,  been 
unsuccessful. 

We  also  learn  the  important  &ct,  that  in  the  times  to  which  we 
refer,  cochineal  was  known,  as  well  as  the  mordants,  to  give  bril- 
liancy to  the  dye ;  for  cochineal  being  a  natural  production  of  the 
East,  it  is  unreasonable  to  suppose  that  its  qualities  were  hidden 
from  the  ancients.  According  to  Aristotle,  the  Chinese  made  use 
of  it  for  ages  before  the  Jewish  dispensation  (Ure's  authority  to  the 
contrary  notwithstanding.) 

The  cutting  of  gold  into  wire,  to  be  woven  into  cloth,  as  before 
observed  must  have  been  effected  by  means  of  an  astonishingly  in- 
genious contrivance,  (indeed,  it  must  have  been  a  very  shaving 
machine)  because  we  know  from  a  sample  of  the  cloth  which  we 
saw  at  Rome  (in  April  1831)  that  such  wire  was  nearly  as  fine  as 
No.  206,  of  our  cotton  yam  of  the  present  day.  While  this  curious 
specimen  was  being  exhibited  to  us  we  asked  the  showman,  if  it 
was  an  identical  sample  of  Bezaleel  and  Aholiab's  manu&cture, 
when,  with  a  sarcastic,  sneer  which  we  shall  never  forget,  he 
pointed  to  his  Holiness'  certificate,  affixed  to  it,  remarking,  that  if 
heretics  wanted  any  further  proofs  of  its  genuineness,  they  might 
go  to  the himself  and  enquire  ! 

Homer  asserts  that  the  delicate  gold  net  made  by  Yulcan,  the 
meshes  of  which  were  so  fine  that  the  gods  themselves  could  not 
see  them,  was  forged  by  the  Lemnian  deity  on  his  anvil.  But  this 
assertion  of  Homer  must  be  a  visionary  one,  or  else  his  godship 
understood  the  blacksmithing  business  much  better  than  most  of 
its  professors  in  the  nineteenth  century. 

"  Stung  to  the  soul,  indignant,  tfaroogh  the  skies 
To  hia  black  forge  vindictive  Vnlcan  flies, 
Arrived  his  sinewy  arms  incessant  place 
The  eternal  anvil  on  the  massy  base, 
A  wondrous  net  he  labours,  to  betray 
The  wanton  lovers  as  entwin'd  they  lay, 
IndisBolubly  strong !    Then  instant  bears 
To  his  immortal  dome  the  finish'd  snares. 
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Above,  below,  around  with  art  bespread 
The  sure  enclosure  folds  the  genial  bed. 
Whose  texture  e'en  the  search  of  gods  deceives, 
Thin  as  the  filmy  thread  the  spider  weaves." 

In  the  description  given  by  Lucan,  of  the  luxuries  with  which 
Cleopatra  allured  JuUus  Ciesar,  it  is  asserted,  that  the  Egyptians 
united  embroidery  widi  weaving,  in  the  preparation  of  their  richest, 
and  most  expensive  frbrics : 

« In  ^wing  purine  rich  the  coverings  lie, 
Twice  had  they  drunk  the  noblest  Tynan  dye, 
Others,  as  Phanan  artists,  have  the  skill 
To  mix  the  party-coloured  web  at  will, 
With  winding  trails  of  various  silks  were  made. 
Whose  branching  gold  set  off  the  rich  brocade." 

{PhanaUa  X.) 

We  find  that  the  finest  kinds  of  Egyptian  net  or  cross  work 
makes  a  very  near  approach  to  the  modem  lace,  (see  cross  weaving.) 
Indeed,  whatever  knowledge  we  possess  of  lace-making,  in  any 
shape,  we  are  indebted  for  it  to  eastern  genius,  and  which  we  think 
no  one  will  be  foolish  enough  to  question,  after  consulting  the  proo6 
we  have  already  given,  or  shall  yet  give  in  the  course  of  this  work. 

In  the  prophet's  denunciation  of  Divine  vengeance  against  the 
land  of  the  Pharoahs,  he  particularly  threatens  the  Jlax^  net,  and 
lace  manufacturers :  "  Moreover,  they  that  work  in  fine  flax,  and 
they  that  weave  net-works  shall  be  confounded."    (Isaiah,  xix.  9.) 

The  thin  upper  dresses  worn  by  Egyptian  ladies  of  noble  de- 
scent, which  were  so  delicate  as  to  be  called  woven  air,  appear  to 
have  been  lace  of  a  very  fine  mesh,  (being  only  1-1 6th  of  an  inch  in 
diameter.)  Such  a  dress  was  by  the  Hebrews  called  shebetz,  and 
this  word  is  the  term  by  which  Solomon  describes  the  vesture  worn 
by  Pharoah's  daughter :  the  46th  Psalm,  though  it  has  a  secondary 
and  more  holy  signification,  being  in  its  primary  and  literal  sense  a 
hymeneal  ode  on  his  marriage  with  that  princess.  "  The  king's 
daughter  is  all  glorious  within ;  her  clothing  is  of  wrought  gold ; 
she  shall  be  brought  unto  the  king  in  raiment  of  needle-work,  the 
virgins,  her  companions  that  follow  her,  shall  be  brought  unto  thee." 
(Psahn  xlv.  13, 14.) 
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EGYPTIAN  SHEBETZ. 

*  If  BT-WORK,'   OR  *OPBN-WORK.' 


We  have,  after  three  years  and  five  months  of  unceasing  research, 
at  last  procured  the  above  extraordinary  specimen  of  net- work  or 
lace,  known  to  the  ancients  by  the  appellation  of  '  open-work,'  and 
of  which  mention  is  so  frequently  made  in  the  scriptures.  Our 
drawing  was  made  from  a  piece  of  cloth  2\  yards  in  length,  by 
46f  inches  in  breadth,  which  now  forms  part  of  the  curious  collec- 
tion of  his  Highness  Mehemet  Ali,  the  present  vice-roy  of  Egypt. 
We  are  assured  by  our  friend,  the  British  Consul  at  Cairo,  that  its 
genuineness  is  unquestionable,  and  as  for  the  friithfrilness  of  our  re- 
presentation, nothing  more  need  be  said,  than  that  he  copied  it 
himself  from  the  original,  and  that  too  upon  exactly  the  same 
scale. 

The  machinery  used  in  the  manufacture  of  this  kind  of  lace 
must  have  been  astonishingly  complicated,  for  the  threads  are  so 
miraculously  linked,  crossed,  and  twisted  together,  that  we  are 
really  surprised  that  it  could  ever  have  been  produced  at  all.  There 
are  two  kinds  of  meshes  in  this  sample,  the  smaller  ones,  which 
we  have  marked  1,  2,  3, 4,  5,  and  6,  surround  one  of  the  large  kind, 
giving  it  the  appearance  of  a  honey  comb.  This  net  bears  a  close 
resemblance  to  the  Grecian  net,  but  it  is  on  a  miniature  scale  in 
comparison.  Inthe  Grecian,  each  large  mesh  is  surrounded  by  ten 
small  ones,  so  that  there  is  a  greater  disproportion  between  the  sizes 
of  the  meshes  than  in  our  specimen.  There  is  Uttle  difference  in 
other  respects,  however. 

Through  the  instrumentality  of  our  old  friend,  Alexis  Kersivenus 
of  Alexandria,  we  have  also  received  another  specimen  of  Egyp- 
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tiau  net,  of  an  entirely  different  stamp,  and  which  will  be  described 
in  the  part  of  this  work  headed  '^  lace  manufactme." 

The  arts  which  flourished  in  Egypt  previous  to  the  Jewish  dispen- 
sation, and  in  which  the  Pharoahs  took  so  lively  an  interest,  would 
undoubtedly  have  reached  even  a  higher  state  of  perfection  than 
they  did,  had  they  been  allowed  to  continue  under  such  favourable 
circumstances ;  but  after  the  subjugation  of  the  nation  by  Cambyses, 
526  years  before  our  Saviour,  the  arts  and  sciences  under  a  foreign 
yoke,  disappeared,  or  rather  ceased  to  be  indigenous  in  Egypt.  The 
Ptolemies,  indeed,  encouraged  them;  but  under  their  reigns  the 
arts  were  chiefly  controlled  by  Grecians.  The  Egyptians  had  de- 
generated from  the  knowledge  of  their  ancestors,  whose  hierogly- 
phics, they  themselves  no  longer  understood. 

Among  the  modem  Egyptians,  but  slight  remains  or  traces  of 
the  ancient  state  of  the  art  of  weaving  lace,  or  net-work,  are  now 
to  be  found. 

The  use  of  shebetz  or  net-work,  for  vests  and  petticoats,  enables 
us  to  explain  a  passage  in  which  several  modern  versions,  including 
the  English  authorised  version,  have  gone  astray,  by  supposing  that 
^^  a  net"  was  used  metaphorically  for  entanglement,  and  consequent 
pain.  In  the  description  which  the  young  Amalekite  gave  David 
of  the  circumstances  attending  the  death  of  Saul,  he  stated,  '^  He 
said  unto  me  again,  stand,  I  pray  thee,  upon  me,  and  slay  me ;  for 
anguish  is  come  upon  me,  because  my  life  is  yet  whole  in  me."  (2 
Sam.  i.  9.)  The  phrase  rendered  "  anguish  is  come  upon  me,"  literally 
signifies  "  this  net-work  has  entangled  me,"  clearly  alluding  to  hi& 
coat  of  mail,  which,  as  we  see  on  the  Egyptian  monuments,  was 
made  of  net-work,  to  the  meshes  of  which,  scales  of  metal  about 
the  size  of  a  doUar  were  attached.  This  circumstance  is  sufficient 
proof  that  the  literal  interpretation  is  preferable  to  the  figurative, 
especially  as  there  is  no  instance  of  the  word  shebetz  being  used  me- 
taphorically in  any  other  part  of  the  Bible. 

We  shall  conclude  this  part  of  our  subject  with  Lucan's  account 
of  the  exceUeooe  to  which  they  attained  in  the  preparation  of  articles 
of  female  dress.  He  thus  describes  the  costumeof  Cleopatra,  when 
ahe  received  Julius  Cesar : 

"  Amidst  the  braidings  of  her  flowing  hair. 
The  spoils  of  Orient  rocks  and  shells  appear: 
Like  midnight  stars,  ten  thousand  diamonds  deck 
The  comely  rising  of  her  gracefbl neck; 
Of  wondrous  work  a  thin  transparent  lawn 
O'er  each  soft  breast  in  decency  was  drawn, 
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Where  still  by  turas  the  parting  threads  withdrew, 
And  all  the  panting  boeom  rose  to  view. 
Her  robe,  her  every  part,  her  air  confess 
The  power  of  female  skill  exhausted  in  her  dress." 
(PharsaUa  X) 

The  Egyptians  allowed  greater  privileges  and  luxuries  to  their 
wives  than  any  other  ancient  nation.  Nothing  can  exceed  the 
splendour  of  their  queens ;  thrones  were  constructed  for  tbeiiT  pecu- 
liar use ;  even  harges,  boats,  andyawk  seem  to  have  been  buUt  espe- 
cially for  their  service.  When  we  see  the  magnificence  surrounding 
the  Egyptian  queens,  we  can  scarcely  accuse  Shakespeare  of  exag- 
geration in  his  description  of  Cleopatra's  voyage  down  the  C^ydus : 

"  The  barge  she  sat  in,  like  a  burnished  throne 

Burn'd  on  the  water ;  the  poop  was  beaten  gold ; 

Purple  the  sails,  and  so  perfumed,  that 

The  winds  were  lovesick  with  them ;  the  oars  were  silver, 

Which  to  the  tune  of  flutes  kept  stroke,  and  made 

The  water  which  they  beat  to  follow  faster. 

As  amorous  of  their  strokes.    For  her  own  person, 

It  beggared  all  description ;  she  did  lie 

In  her  pavilion  (cloth  of  gold  of  tissue) 

O'er  picturing  that  Venus,  where  we  see 

The  fancy  outwork  nature :  on  each  side  her 

Stood  pretty  dimpled  boys  like  smiling  Ciq>ids. 

With  diverse  coloured  fans,  whose  wind  did  seem 

To  glow  the  delicate  cheeks  which  they  did  cool, 

And  what  they  undid  did. 

Her  gentlewomen  like  the  Nereides, 

So  many  mermaids,  tended  her  i'the  eyes. 

And  made  their  bends  adomings :  at  the  helm 

A  seeming  mermaid  steers ;  the  silken  tackle 

Swell  with  the  touches  of  those  flower  soft  hands 

That  yarely*  frame  the  office.    From  the  barge 

A  strange  invisible  perfume  hits  the  sense 

Of  the  adjacent  wharfs." 

Many  of  the  Egyptian  painters  display  considerable  talents  fi>r 
caricature  in  their  representations  of  entertainments.  There  is  one 
in  the  British  Museum,  in  which  the  ladies  at  a  party  are  depicted 
discussing  the  merits  of  their  earrings,  and  the  anrangemoit  of  their 
plaited  hair,  with  an  eagerness  and  rivalry  which  are  highly  cha- 
racteristic. In  one  or  two  instances,  the  ungaUant  artists  have  ex- 
hibited ladies  overcome  with  wine. 

*  Dexterously;  skiUfuUy;  readily. 
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Though  EgypC,  as  we  have  shown,  made  rapid  strides  in  the 
manufiicture  of  many  very  beautiful  kinds  of  textile  fabrics,  yet 
in  the  time  of  Joshua,  weaving  establishments,  on  a  very  extensive 
scale,  were  found  in  the  land  of  Shinar,  viz.,  in  the  chief  city  of 
that  district,  ancient  Babylon ;  and  the  machines  mostly  employed 
were  those  invented  by  E.  K.  Arpbaxad,  and  which  have  been  al- 
ready described.  "  A  mantle  of  Shinar,"  or  as  our  translaUxs 
have  rendered  it,  "  A  Babylimish  garment,"  was  secreted  by  Achan 
from  the  spoils  of  Jericho,  and  the  delinquent  speaks  of  it  as  the 
most  valuable  part  of  his  plunder.  Herodotus  says,  '^  The  Baby- 
lonians wear  a  gown  of  linen  flowing  down  to  the  feet ;  over  this 
an  upper  woollen  garment,  and  a  white  tunic  covering  the  whole." 
Such  a  dress,  particularly  if  the  white  tunic  were  made  of  woollen, 
as  the  venerable  historian  seems  to  intimate,  must  have  been  too 
heavy  for  so  warm  a  climate,  particularly  in  summer,  and  hence  we 
may  be  led  to  suspect  that  Herodotus  included  vegetable  and  ani- 
mal wool  in  his  description,  especially  as  we  know  from  other 
authorities,  that  the  cotton  manufiu^ture  was  established  in  Babylon 
at  a  very  early  period. 

From  the  book  of  Joshua,  as  already  quoted,  we  learn  that  the 
woven  istufis  of  Babylon  were  not  confined  to  domestic  use,  but 
were  exported  into  foreign  countries.  The  two  chief  productions 
of  the  Babybnian  looms  were  carpets  and  shawls ;  not  such  as  we 
manu&cture  in  this  country,  but  far  superior  in  design  and  colour- 
ing. Carpets,  one  o[  the  principal  objects  of  luxury  in  Asia  from 
the  remotest  ages,  were  no  where  so  finely  woven,  and  in  such 
rich  colours  as  at  Babylon.  We  know  not  when  the  fiishion  of 
spreading  them  on  floors  was  introduced,  but  the  earUest  Greek 
historians  speak  of  them  as  commonly  used  for  this  purpose  in  the 
palaces  of  kings,  and  the  houses  of  the  wealthy.  On  the  Baby- 
lonian carpets  were  woven,  or  depicted,  representations  of  those 
fiibulous  animals,  the  dragon,  the  griffin,  the  night-mare  in  all  Us 
varieties,  and  other  unnatural  combinations  of  form,  probably 
originating  in  India,  with  which  we  have  become  acquainted  by 
the  ruins  of  Persepolis.  It  was  by  means  of  the  Babylonian 
monufiietures,  that  the  knowledge  of  these  fanciful  and  imaginary 
beingS)  was  conveyed  to  the  western  world,  and  from  them  they 
were  transferred  to  the  Greek  vases.  Foreign  nations  made  use  of 
the  Babylonian  carpets  in  the  decoration  of  their  harems  and 
royal  aaloons ;  but  no  where  was  diis  species  of  luxury  carried  to 
mMch  an  excess  as  amongst  the  ancient  Persians.  With  them  not  only 
the  flcKXB,  but  even  beds  and  so&s  in  the  houses  of  the  nobles,  were 
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covered  with  two  cw  three  of  these  carpets ;  nay,  the  oldest  of  their 
sacred  edifices,  the  tomb  of  Cyrus  at  Pasargada,  was  ornamented 
with  a  purple  carpet  of  Babylonian  workmanship.  Sir  Gardiner 
Wilkinson,  on  the  authority  of  Diodorus  Siculus,  informs  us,  that 
carpets  were  used  in  Egypt,  where  they  were  spread  for  the  sacred 
animals,  and  Homer  reckons  a  carpet  among  the  luxuries,  with 
which  MenelauB,  who  visited  Egypt,  astonished  Telemachus,  when 
he  received  that  Prince  in  the  Palace  of  Sparta : 

^  The  seat  of  majesty  Adraste  brings, 
With  art  illustrious  for  the  pomp  of  kiogs. 
To  spread  the  pall,  beneath  the  regal  chair, 
Of  softest  wool,  is  bright  Acclipe's  care." 

(Odysaeyy  IV.) 

A  small  piece  of  carpet,  or  rug,  has  lately  been  brought  from 
Eg3rpt,  and  is  now  in  the  possession  of  lady  Hamilton  of  Amster- 
dam. It  is  fiftyH3ix  and  a  half  inches  bng,  and  thirty-six  broad  ; 
and  is  made,  like  Brussels  carpeting,  with  woollen  warp  for  the 
iace  or  pile,  and  linen  twine  for  the  back.  In  the  middle  is  the 
figure  of  a  fox  in  scarlet,  with  a  night-owl  above  it,  the  hierc^ly- 
phic  of  a  '  rogue,'  upon  an  orange  groipid ;  aroimd  which  is  a 
border  composed  of  blue  and  purple  lines;  the  remainder  is  a 
ground  of  light  pink,  with  violet  figures  of  the  petican  and  curlew 
above  and  below,  and  on  each  side  crimson  outlines  with  bright 
yellow  ornaments ;  and  the  outer  borders  are  made  up  of  white, 
blue,  and  green  lines  about  f  ths  of  an  inch  wide,  each  line  having^ 
fancy  devices  projecting  firom  it,  with  a  triangular  summit  which 
extends  entirely  round  the  edge  of  the  carpet. 

Sir  Gardiner  Wilkinson,  also  gives  us  an  account  of  a  small  carpet 
rug  of  Egyptian  manu&cture,  which  he  says  is  now  in  the  posses- 
sion  of  a  Mr.  Hays.  It  does  not  difier  very  materially  from  the 
one  just  noticed.  "  This  rug," says  Sir  G.W.,  is  eleven  inches  long, 
by  nine  broad.  It  is  made,  like  many  carpets  of  the  present  day, 
with  wooUen  threads  on  linen  strings.  In  the  centre  is  the  figure 
of  a  boy  in  white,  with  a  goose  above,  the  hieroglyphic  of  a 
'  child,'  upon  a  green  ground ;  around  which,  is  a  border  composed 
of  red  and  blue  lines ;  the  rest  is  a  ground  of  yellow,  with  four 
white  figures  above  and  below,  and  on  each  side  are  blue  outlines 
with  red  ornaments  ;  the  outer  border  being  made  up  of  red,  white, 
and  blue  lines,  with  a  fiincy  device  projecting  from  it,  having  a  tri- 
angular summit,  which  extends  round  the  edge  pf  the  rug. 
Its  date  is  uncertain  ;   but  from  the  child,  the  combination  of  the 
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colours,  and  the  ornament  of  the  border,  I  am  inclined  to  think  it 
really  Egyptian." 

The  Babylonian  shawls,  like  those  of  Persia,  were  adorned  both 
with  gold  and  variously  coloured  figures.  Hence,  Pubhus  Syrus 
compared  a  peacock's  tail,  to  a  figured  Babylonian  mantle  enriched 
with  gold.  Their  magnificent  appearance,  and  exquisite  texture, 
are  celebrated  both  by  the  Greek  and  Roman  writers.  It  was  always 
deemed  to  be  one  of  the  most  singular  displays  of  ascetism  in  the 
elder  Cato,  that  he  immediately  gave  away  a  splendid  Babylonian 
shawl,  which  some  foreign  potentate  had  bequeathed  to  him,  as  a 
remuneration  for  political  services. 

Next  to  the  carpets  and  shawls,  the  Babylonian  garments  called 
Sindones  were  held  in  the  highest  estimation.  From  the  descrip- 
tions given  of  them,  it  would  appear  that  they  were  in  all  probability 
a  cotton  &bric,  though  some  may  have  occasionally  been  made  of 
linen ;  for  we  find  fi'om  the  Levitical  law,  that  linen  had  some  religious 
significance.  The  most  costly  Sindones,  were  so  highly  valued  for 
their  fineness  of  texture,  and  brilliancy  of  colour,  as  to  be  compared 
to  thooe  of  Media,  and  set  apart  for  royal  use ;  they  were  even  to  be 
found  at  the  tomb  of  Cyrus,  which  was  profusely  decorated  with 
every  species  of  furniture  in  use  among  the  Persian  monarchs  dur- 
ing their  lives.  The  superiority  of  the  textile  fabrics  of  Babylonia, 
must  be  ascribed  to  their  spirit  of  commercial  freedom.  We  do  not 
find  in  their  history,  so  long  as  they  remained  a  commercial  and 
manufacturing  people,  any  proof  that  they  ever  imposed  restrictions 
upon  the  import  of  the  raw  material  of  manufactures,  or  that  which 
may  be  called  the  raw  material  of  operatives,  namely,  human  food. 
When  the  barbarous  Chaldeans  conquered  the  country  and  intro- 
duced the  spirit  of  monopoly,  the  commercial  spirit  of  Babylonia 
was  cankered  at  the  root,  and  its  pre-eminence  destroyed. 

The  Tyrians  are  chiefly  known  to  us  in  commercial  history  for 
their  skill  in  dyeing ;  the  Tyrian  purple  formed  one  of  the  most 
general  and  principal  articles  of  luxury  in  antiquity :  but  dyeing 
could  scarcely  have  existed  without  weaving.  Homer,  for  instance, 
when  Hecuba,  on  the  recommendation  of  the  heroic  Hector,  resolves 
to  make  a  rich  offering  to  Minerva,  describes  her  as  selecting  one 
of  Sidonian  manu&cture  as  the  finest  which  could  be  obtained. 


^  The  Phrygian  queen  to  her  rich  wardrobe  went 
Where  treasured  odoun  breathed  a  costly  acent ; 
There  lay  the  vestures  of  no  vulgar  art— 
Sidonian  maids  embroidered  every  part, 
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Whom  from  soft  Sidon  youthful  Paris  bore 
With  Heien,  touching  on  the  Tyrian  shore. 
Here,  as  the  queen  revoiFed  with  careful  eyes 
The  various  textures  and  the  various  dyes, 
She  chose  a  veil  that  shone  superior  far, 
And  glow'd  reftdgent  as  the  morning  star." 
(Kad,  VI.) 

From  the  interesting  history  of  his  adventures,  which  Eumeus 
gives  to  Ulysses,  we  learn  that  Phenician  women,  on  account  of 
their  skill  in  weaving,  were  frequently  kidni^ped  by  the  pirates  of 
the  Levant,  and  add  in  the  Greek  islands. 

"  Freighted  it  seems  with  toys  of  every  sort 
A  ship  of  Sidon  anchored  in  our  port ; 
What  time  it  chanced  die  palace  entertain'd, 
Skill'd  in  rich  works,  a  woman  of  their  land; 
This  nymph,  where  anchored  the  Phenician  train, 
To  wash  her  robes  descending  to  the  main, 
A  smooth-tongued  sailor  won  her  to  his  mind, 
(For  love  deceives  the  best  of  woman  kind) 
A  sudden  trust  from  sudden  liking  grew — 
She  told  her  name,  her  race,  and  all  she  knew. 
*  I  too,'  she  cried, '  flrom  glorious  Sidon  came, 
My  father,  Aiybas,  of  wealthy  fame ; 
But  snatch'd  by  pirates  from  my  native  place 
The  Taphians  sold  me  to  this  man's  embrace.' " 

(Ody88ey,XV.) 

Among  the  ancients,  the  husband  purchased  his  wife  by  money 
or  personal  services.  The  Assjnrians  put  the  marriageable  women 
up  at  auctioir,  and  the  price  obtained  for  the  more  beautijful  was  as- 
signed as  a  dowry  to  the  mc^e  homely.  (See  Tytler's  Ancient  His- 
tory, page  18.)  This  plan  (for  anything  we  see  to  the  contrary,) 
might  work  well  in  this  country,  even  at  the  present  time. 

Heeren  has  very  ably  shown  the  circumstances  which  tended  to 
foster  and  develop  the  woollen  manufactures  of  Tyre,  in  his  admira- 
ble '^  Researches  into  the  Politics  and  Trade  of  Ancient  Nations." 

"  The  wool  of  the  wilderness,"  sa3rB  this  able  writer,"  was  one  of 
the  wares  supplied  by  the  pastoral  tribes,  who  wandered  with  their 
flocks,  as  well  over  the  Syrian,  as  over  the  Arabian  deserts.*  The 
fleece  of  their  sheep  is  the  finest  known ;  it  is  improved  by  the  heat 
of  the  climate,  the  continual  exposure  to  the  open  air,  and  the  care 

that  these  people  bestow  upon  their  flocks,  which  constitute  their 

^ _^ ^ 

•  Exekiel,  xxvii,  18—21. 
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only  business,  all  of  whkh  help  to  render  it  more  precious.*  The 
Arabian  sheep,  distinguished  from  the  European  by  their  immense 
tails,  were  known  to  Herodotus,  who  has  left  us  a  description  of 
them.t  "Arabia  likewise  possesses  two  extraordinary  breeds  of 
sheep,  neither  of  which  is  found  elsewhere.  One  of  these  has  long 
tails,  not  less  than  three  cubits ;  and,  were  they  suffered  to  drag  be- 
hind them,  they  would  become  sore  by  rubbing  against  the  ground. 
The  shepherds  therefore,  make  small  carriages,  and  fasten  them  un- 
der their  tails,  to  each  animal  one.  The  other  kind  of  sheep  have 
broad  tails,  each  an  ell  in  width." 

Herodotus  only  errs  in  taking  a  mere  variety  for  a  distinct 
species ;  all  the  other  circumstances  he  here  mentions,  are  known 
to  modem  naturalists  and  travellers.  A  moment's  reflection  upon 
Tyrian  manufoctures  of  woven  goods  and  their  dyes,  will  enable 
the  reader  at  once  to  perceive  the  great  importance  of  this  branch 
of  commerce.  It  converted  the  very  wilderness,  so  fax  as  they  were 
concerned,  into  an  opulent  country,  which  afforded  them  the  finest 
and  most  precious  raw  materials,  for  their  principal  manu^tures. 
This  circumstance,  too,  was  a  means  of  cementing  and  preserving  a 
good  understanding  between  them,  and  those  nomad  tribes ;  a  mat- 
ter of  no  inconsiderable  importance  to  the  Phenicians,  as  it  was 
through  the  nomads,  that  the  rich  produce  of  the  southern  regions 
came  into  their  hands. 

One  great  source  of  the  manu&cturing  prosperity  of  Tyre  was 
the  absence  of  regtrictumB  on  the  importation  of  human  food.  The 
twenty-seventh  chapter  of  Bzekiel,  which  Michaelis  justly  describes 
as  the  most  ancient  monument  df  commercial  history,  informs  us, 
that  Palestine  was  the  granary  of  the  Phenicians.  Their  own 
mountainous  territory  was  but  little  adapted  for  agriculture,  and 
they  were  too  wise  to  force  unproductive  soils  into  cultivation  by 
bounties  and  protective  duties ;  Palestine,  their  commercial  ally, 
pfoduced  corn  in  sufficient  abundance,  to  be  able  to  supply  them- 
selves plentifully,  with  this  first  necessary  of  life.  This  is  expressly 
declared  by  the  prophet :  "  Judah  and  the  land  of  Israel,  they  were 
thy  merchants ;  they  traded  in  thy  market  wheat  of  Minnith,  and 
Pannag,  and  honey,  and  oil,  and  balm."  (Ezekiel,  xxvii.  17.) 
Heeren  has  v«ry  properly  called  attention  to  the  marked  effect  of 
this  commercial  intercourse,  in  preserving  the  harmony  of  the  two 

*  See  Michaelis  on  the  Wandering  Shepherds,  in  his  VerwMclUen  Schrif- 
teOf  b.  i.  0.  6. 
t  Herod,  iii.  113. 
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nations ;  it  is,  indeed,  a  memorable  example  of  freedom  of  trade, 
becoming  the  very  bond  of  peace. 

The  fact  that  Palestine  was  the  granary  of  the  Phenicians,  ex- 
plains in  the  clearest  manner,  the  good  understanding,  and  lasting 
peace  that  prevailed  between  these  two  nations.  It  is  a  striking 
feature  in  the  Jewish  history,  that  with  all  other  nations  around 
them,  they  lived  in  a  state  of  almost  continual  warfare ;  and  that 
under  David  and  Solomon,  they  even  became  conquerors,  and  sub- 
dued considerable  countries,  and  yet  with  their  nearest  neighbours, 
the  Phenicians,  they  never  engaged  in  hostilities.  But  if  a  sense 
of  their  weakness  prevented  them  from  attacking  these  mighty 
cities,  the  natural  policy  of  the  Phenicians,  no  less  on  the  other 
hand,  restrained  from  any  hostile  attempt  on  a  country  from  which 
they  drew  their  subsistence :  to  which  it  may  be  added,  that  it 
seems  to  have  been  a  maxim  among  them  to  avoid  all  wars  and 
forcible  extension  of  their  dominion  over  the  continent  of  Asia. 

We  learn  from  Ezekiel,  that  although  the  Phenicians  were 
manufrurturers  themselves,  they  freely  imported  textile  labrics  from 
other  countries.  "  Pine  linen  with  broidered  work  from  Egpjrt  was 
that  which  thou  spreadest  forth  to  be  thy  sail ;  purple  and  scarlet 
from  the  isles  of  Elishah,  was  that  which  covered  thee."  (Ezekiel, 
xxvii.  7.)  The  Egyptian  manufacturers  have  been  already  men- 
tioned ;  '^  the  isles  of  Elishah  ?"  is  a  name  given  to  the  islands, 
and  southern  peninsula  of  Greece,  and  this  name  was  for  many 
centuries  perpetuated  in  that  part  of  the  Peloponnesus  caUed  Elis. 
This  passage  affords  another  singular  proof,  of  the  freedom  of  com- 
merce established  among  the  Tynans ;  for,  though  dyeing  in  pur- 
ple was  one  of  the  staple  branches  of  their  national  industry,  we 
find  them  freely  importing  purple  stufis  from  the  Peloponnesus. 

Only  vague  and  uncertain  traditions  or  allusions  in  the  ancient 
poets,  give  us  any  information  respecting  the  progress  of  textile 
industry  in  Asia  Minor,  the  Ionian  colonies,  and  the  islands  of  the 
Egean.  Homer,  as  we  have  already  seen,  represents  the  Trojan 
ladies  as  peculiarly  devoted  to  the  spindle  and  loom ;  and  Theo- 
critus in  his  exquisite  Eighteenth  Idyll,  the  Epithalamium  of  Helen, 
introduces  the  Trojan  ladies  celebrating  the  skill  of  Helen  in  weav- 
ing, as  not  less  worthy  of  praise  than  her  unrivalled  charms. 

'*  When  winter  thus  in  night  no  longer  lours 
And  spring  is  usheHd  by  the  blooming  hours, 
The  rising  morning,  with  her  radiant  eyes, 
Salutes  the  world,  and  brightens  all  the  skies ; 
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So  shines  fair  Helen,  by  the  Graces  drest, 
In  face,  shape,  size,  superior  to  the  rest : 
As  corn  the  fields,  as  pines  the  gardens  grace, 
As  steeds  of  Thessaly  the  chariot  race ; 
So  Helen's  beauties  bright  encomiums  claim, 
And  beam  forth  honour  on  the  Spartan  name. 
What  nymph  can  rival  Helen  at  the  loom, 
And  make  fair  art  like  living  nature  bloom  ? 
The  blended  tints,  in  sweet  proportion  join'd, 
Express  the  soft  ideas  of  her  mind." 

(IdyU,  XVIIl) 

Both  Horace  and  Yirgil  have  celebrated  the  fine  woollen  cloths 
of  Miletus,  which  were  held  in  high  esteem  by  the  Roman  ladies. 

In  another  Idyll,  Theocritus  incidentally  notices  the  great 
superiority  in  the  textile  manufacture  of  the  Greeks,  who  had 
settled  in  the  eastern  coimtries,  over  those  who  had  colonized 
Sicily  and  Southern  Italy :  we  allude  to  the  very  amusing  record 
of  the  gossip  between  two  Syracusan  ladies,  who  had  come  to 
Alexandria  for  the  purpose  of  witnessing  the  magnificent  shows 
and  solemnities,  prepared  by  Arsinoe,  the  queen  of  Ptolemy  Phila- 
delphus,  to  celebrate  the  feast  of  Adonis,  revived  under  her  aus- 
pices. Nothing  seems  to  have  excited  the  wonder  of  their  fair 
ladies  more  than  the  magnificent  tapestries  which  adorned  the 
Greco-Egyptian  palace  of  the  Ptolemies,  and  they  express  their  as- 
tonishment very  naturally  after  having  elbowed  their  way  through 
the  crowd. 

PRAZINOE. 

*^  See  how  the  folks^  poor  Erinoe,  justle ! 
Pnsh  through  the  crowd,  girl  i — bustle,  bustle ! 
Now  we're  all  in. 

GOROO. 

Lo !  what  rich  hangings  grace  the  rooms  I— 
Sure  they  were  wrought  in  heavenly  looms ! 

PRAXINOB. 

Gracious !  how  delicately  fine 
The  work !  how  noble  the  design  I 
How  true,  how  happy  is  the  draught ! 
The  figures  seem  informed  with  thought-— 
No  artist  sure  the  story  wove — 
They're  real  men, — they  live,  they  move. 
From  these  amazing  works  we  find 
How  great,  how  wise  the  human  mind  I 
Lo !  stretch'd  upon  a  silver  bed, 
(Scarce  has  the  down  his  cheeks  o'erspread) 
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AdoniBlJes!  O  charming  show ! 
Loved  by  the  sable  powers  below ! 

8TBAN0ER. 

Hist !  your  Sicilian  prate  forbear, 
Your  mouths  extend  from  ear  to  ear ; 
Like  turtles  that  for  erer  moan 
You  stun  us  with  your  rustic  tone. 

OOROO. 

Sure!  wemay  speakf  What  fellow ''s  this  1 
And  do  you  take  it,  sir,  amiss  1 
Go,  keep  Egyptian  slaves  in  awe ; 
Think  not  to  give  Sicilians  law." 

(JdyU,XV.) 

There  is  not  a  little  humour  in  the  gossiping,  gadabout  Sjrracu- 
san  ladies,  thus  unceremoniously  branding  Uie  Greek  ladies  of 
Egypt  as  slaves,  because  they  stayed  at  home  to  attend  to  the  la- 
bours of  the  spindle  and  shuttle,  instead  of  running  about  the  streets 
to  see  the  gorgeous  spectacles  of  the  festival,  like  many  worthless 
flirts  of  our  own  day.  The  poet  in  several  other  passages,  refers 
to  the  domestic  industry  of  the  Asiatic  Greeks,  so  different  from  the 
indolence  of  the  fair  Sicilians. 

The  island  of  Cos  very  early  enjoyed  a  high  reputation  for  its 
textile  fabrics,  and  their  excellent  purple  dyes.  In  the  age  of  Au- 
gustus they  were  esteemed  the  most  becoming  ornaments  to  ladies, 
anxious  to  direct  attention  to  their  charms.  Hence  Horace,  re- 
proaching Lyce,  says, 

^  Not  Coan  purple^  nor  the  blaze 
Of  jewels,  can  restore  the  days, — 

To  thee,  those  days  of  glory. 
Which  wailed  on  the  wings  of  lime, 
E'en  from  thy  birth  to  beauty's  prime 

Recorded  stand  in  story." 

{Book  IV.    OdeXIIL) 

From  the  description  which  Horace  gives  of  the  Coan  robes  in 
the  second  satire  of  his  first  book,  and  from  the  parallel  passages  in 
contemporary  poets,  we  learn  that  the  Coan  robe  had  a  great  degree 
of  transparency,  that  it  was  remarkably  fine,  that  it  was  chiefiy 
worn  by  women  of  light  character,  (nymphs  of  the  pave)  that  it 
was  usually  dyed  purple,  and  sometimes  enriched  with  stripes  of 
gold.  It  is  by  some  writers  supposed  to  have  been  made  of  silk, 
because,  as  we  learn  from  Aristotle,  silk  was  at  a  very  early  period 
spun  and  woven  in  Cos,  and  was  the  chief  cause  of  the  high  ce- 
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lebrity  attained  by  the  manufectures  of  that  island.    Hence  Tibul- 
lus  promises  his  mistress, 

"  Since  beauty  nghs  for  spoil,  for  spoil  I'll  fight ! 

In  all  my  plunder  Nemesis  shall  shine. 

Yours  be  the  profit ;  be  the  peril  mine. 

To  deck  your  heavenly  charms  the  silkworm  dies, 

Embroidery  labours,  and  the  shuttle  flies." 

{Eleg,  ii.  6.) 

In  a  painting  discovered  at  Pompeii,  there  is  a  representation  of 
a  lady  weaving  a  tunic  of  almost  perfect  transparency,  which  may 
probably  have  been  a  Coan  vest ;  but,  so  &r  as  we  are  enabled  to 
judge  from  such  imperfect  evidence,  we  should  beUeve  it  to  be  a 
thin  muslin.  Pliny,  however,  distinctly  asserts,  that  the  Coan 
dresses  were  made  of  silk.  '^  The  Grecian  women,"  he  says,  '^  un- 
ravel the  silks  imported  from  Asia,  and  then  weave  them  anew, 
whence  that  fine  tissue,  of  which  fi-equent  mention  is  made  in  the 
Roman  poets  under  the  name  of  Coan  vests'^  Salmasius  has 
shown,  that  PUny  in  this  case  misunderstood  the  passage  of  Aris- 
totle's Natural  History,  to  which  he  referred.  The  Greek  means 
nothing  more  than  ''  females  wind  off  the  web  of  the  silk  worm, 
and  then  weave  the  threads,"  not  as  Pliny  would  interpret  it, 
"  unravel  the  texture  of  the  dress  and  then  weave  it  over  again." 

The  practice  of  weaving  in  the  island  of  Scycos,  is  proved  by  the 
description  which  the  poets  have  given  of  the  occupations  of  Achil- 
les, when  concealed  there  in  a  female  dress.  This  tale  is  prettily 
told  by  Moschus : — 

^  In  close  disguise  his  life  Achilles  led 
Among  the  daughters  of  king  Lycomed: 
Instead  of  arms  the  hero  leam'd  to  cull 
The  snowy  fleece,  and  weave  the  twisted  wool 
Like  theirs,  his  cheeks  a  rosy  bloom  displa/d ; 
Like  them,  he  seem'd  a  fair  and  lovely  maid ; 
As  soft  his  air,  as  delicate  his  tread ; 
Like  them,  he  cover'd  with  a  veil  his  head." 

(IdyU,  VII) 

It  18  obvious  that  with  such  a  piece  of  mechanism  as  Arphaxad's 
vertical  loom,  and  the  use  of  several  colours,  splendid  patterns  could 
be  produced.  Those  fabrics  "  (rf  many  colours"  were  highly  valued 
as  dresses  in  patriarchal  ages,  and,  indeed,  have  always  been  re- 
garded in  the  East  as  symbols  of  rank  and  distinction.  Hence  we 
may  explain  the  cause  of  jealousy  to  which  Joseph  was  exposed 
when  Jacob  presented  him  with  a  dress  superior  to  those  worn  by 
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hi0  brethren.  Aocording  to  Pope  Leo  X,  this  dresB  was  woven  by 
Arphaxad's  power  loom,  in  the  city  of  Ninevah.  The  sacred  his* 
torian  relates,  '^  Now  Israel  loved  Joseph  more  than  all  his  children, 
because  he  was  the  son  of  his  old  age :  and  he  made  him  a  coat 
of  many  colours.  And  when  his  brethren  saw,  that  their  father 
loved  him  more  than  all  his  brethren,  they  hated  him,  and  could 
not  speak  peaceably  unto  him."  (Gen.  xxxvii.  3,  4.)  Their  envy 
was  excited  not  only  by  the  superior  beauty  of  his  dress,  but  by  his 
father's  having  apparently  invested  him  with  some  special  dignity 
or  authority  over  his  brethren,  of  which  the  ornamental  garment 
was  the  outward  sign.  Even  at  this  day  Eastern  potentates,  when 
they  confer  office  upon  a  favourite,  present  him  with  a  khelat^  or 
dress  of  honour,  as  a  symbol  of  the  rank  to  which  he  has  been  ele- 
vated. It  appears  that  the  statement  made  by  his  Holiness  (Leo  X.) 
about  Joseph's  coat  cannot  be  relied  upon  as  being  correct,  as  we 
find  it  recorded  by  Basharaboo,  a  Persian  author,  that  Jacob  ob- 
tained the  cloth  "  of  many  c<dours"  from  the  city  of  Babylon. 

Lesbos  was  also  remarkable  for  the  practice  of  weaving  as  an 
important  branch  of  domestic  industry.  Among  the  fragments  of 
Sajf^ho,  we  find  part  of  an  ode  addressed  by  the  poetess  to  her 
mother,  as  an  apoJogy  for  n^lecting  the  labours  of  the  loom  : 

^  Cease,  geade  mothtt^  csms  your  shaip  rsforooi; 
My  handi  no  nom  oaa  ply  the  curkras  woof; 
While  on  my  mSod  the  flames  of  Cupid  prey, 
And  loFsly  Phaoa  steals  my  soul  away." 

The  fi&ble  of  Hercules  and  Omphale  proves  that  textile  manu&c- 
tures  were  very  early  established  in  Lydia ;  they  were  patronized 
by  the  kings  of  the  successive  dynasties  \  and  some  of  the  spinning 
and  weaving  establishments  were  so  extensive  as  to  deserve  the 
name  of  factories.  Lydian  and  Phrygian  dresses  were  largely  im- 
ported into  Italy  in  the  reign  of  the  Oesare ;  St  Luke  mentions 
their  traffic  in  purple  dyes,  in  the  acts  of  the  Apostles.  Attains,  one 
of  the  petty  sovereigns  of  Asia  Minor,  is  honourably  mentioned  by 
Pliny  as  a  monarch  who  zealously  exerted  himself  to  promote 
manufacKuring  indurtry  amoi^  his  sabjects ;  he  introduced  the 
mannfttcture  of  gold  tissue  teto  las  little  pnuGipaJity  of  Pergamus 
with  80  much  success,  Ibat  this  species  of  luxwious  cloth  retained 
the  name  of  Attalic  to  Om  iater  ages  ef  the  fimnan  empire,  hk  the 
western  world  Cardiage  appear  to  have  been  the  principal  setft  of 
manufactimng  mdiistry,  an  it  uwiiMstionaUly  was  of  commercial 
eatepfsrite.    Ito  ^rp^  mii  9hauh  were  partiottliuiy  cekbntled, 
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and  appear  to  have  broug^ht  a^  high  a  price  as  those  of  Lydia.  An 
entire  book  was  written  by  PoUmo  "  Concerning  the  shawls  of 
Oaitha^e."  But  from  the  time  that  the  &tal  ambition  of  the  Bar- 
cine  fiunily  changed  Carthage  from  a  commercial  to  a  belligerent 
state,  its  textile  establishments  seem  to  have  declined,  fi>r  only  faint 
traces  of  their  existence  can  be  found  in  Roman  writers. 

The  weaving  establishments  of  the  Modes  and  Persians  were 
very  extensive,  and  Persian  carpets  had  as  high  a  name  in  ancient 
times  as  at  the  present  day. 

Of  the  manufactures  of  India  we  can  convey  to  our  readers  no 
better  idea,  than  by  giving  Dr.  F.  Buchanan's  description  of  them, 
which  we  copy  from  his  second  volume  of  a  manuscript  account  of 
Behar  and  Patna,  preserved  in  the  library  of  the  honourable  East 
India  Company. 

'^  A  great  deal  of  the  cotton  is  freed  from  the  seed  by  the  women 
who  6(»n  it,  and  a  part  of  this  is  also  beaten  by  the  same  persons ; 
but  the  Dhuniyas,  who  make  a  profession  of  cleaning  and  beating 
cotton,  sqparate  the  seed  from  some,  and  beat  the  greater  part. 
Perhaps  ooe  third  of  them  have  stock  enough  to  enable  them  to  buy 
a  little  cotton,  which  they  clean  and  then  retail ;  the  remainder 
work  entirely  for  hire.    A  man  and  his  wife  can  make  from  three 
to  four  rupees  a  month.     In  country  places  they  are  often  paid 
in  grain.    At  Arwfil  they  ue  allowed  1^  sdrs  of  grain  for  beating 
one  aercf  cotton  ;  and  in  one  day  a  man  beats  four  sers  (46  6.  W.) 
equal  to  about  4^  ibe.,  and  of  course  receives  6f  lbs.  of  grain- 
Those  who  have  a  Uttle  capital  may  make  4  or  5  rupees  a  month. 
''In  every  division  I  procured  an  estimate  of  the  proportion  of  wo- 
men who  «^nn  cotton,  of  die  average  quantity  of  cotton  that  each 
spins,  and  of  the  value  of  the  thread.    Such  estimates  are  Uableto 
numerous  objections ;  but  it  is  probable  when  a  number  of  them 
are  taicen,  that  the  errors  of  the  one  will  be  nearly  corrected  by  those 
of  the  others,  so  dmt  die  average  will  not  be  far  from  the  truth. 
AUowingthat  the  women  of  an  age  fit  to  spin  are  one-fifth  of  the  popula- 
tioo,  the  estimates  that  I  procured  will  give  for  the  whole  thus  employ- 
ed 330,426  spinners.     Now  by  fitr  the  greater  part  of  these  spin  only 
a  few  heurs  in  the  afternoon ;  and,  i^M>n  the  average  estimate,  the 
whole  value  of  the  tbread  diat  each  spins  in  the  year  is  woith  nearly 
7R.  2A.  8P.,  giving  for  die  total  annual  value  2,367,277  rupees ; 
and  by  a  similar  average  caloula^on,  the  raw  material,  at  the  retail 
price  will  amount  to  1,286,272  rupees,  leaving  a  profit  of  1,081,005 
r^ieee  for  die  epinneis,  or  2|  rupees  for  each.    But  there  are  many 
women  who  spin  assiduously,  and  wiio  have  no  interruptions  from 


Digitized  by  VjOOQIC 


60  INTRODUCTION. 

husband  or  children,  and  these  make  much  more,  ^peciallj  where 
the  thread  is  fine ;  there  being  no  sort  of  comparison  between  the 
reward  aDowed  for  such,  and  that  given  to  those  who  spin  coarse 
thread.  As  the  demand,  therefore,  for  fine  goods  has  been  for  some 
years  constantly  diminishing,  the  women  have  sulSered  very  much. 
Another  calculation  agrees  so  well  with  the  above  that  I  have  little 
doubt  of  the  general  accuracy  of  both.  An  estimate  was  made  in 
each  of  the  divisions  of  the  number  of  looms  employed,  of  the  quan- 
tity and  value  of  thread  required  annually  for  each,  if  employed  in 
working  at  the  usual  rate,  and  the  most  usual  kind  of  goods,  and 
the  following  is  the  result : 

RttpMI. 

Cotton  thread  required  for  cotton  clotfafl, 2,229,979 

do.                  for  mixed  cloths, 101,762 

do.                 for  tape,  carpets,  tent-ropes,  dbc,  -       -  37,125 

do.                  for  sewing  thread,  &c,         ...  2,000 

2,370,866 

"Some  thread  is  both  exported  and  imported.  Taking  the  amount 
of  the  statements,  the  excess  of  that  imported  will  be  worth  30,600 
rupees,  which  could  reduce  the  demand  on  the  thread  of  this  district 
to  about  2,340,366  rupees  in  place  of  2,367,277  rupees,  which  I 
have  allowed  to  be  spun ;  but,  at  Bhagalpur,  it  was  eaid  that  1,460 
rupees  worth  of  thread  was  there  imported  fix)m  Patna ;  and  at 
Puraniya  there  is  imported  to  the  value  of  12,000  rupees,  of  which 
a  half  comes  probably  firom  the  same  town,  while  the  merchants 
here  only  allowed  an  export  of  3,420  rupees. 

"The  whole  thread  is  spun  on  the  small  wheel  common  in  India, 
and  the  implements  for  cleaning  and  beating  the  cotton  aie  not 
difi*erent  firom  those  that  are  usual  No  rank  is  considered  here  as 
degraded  by  spinning. 

"The  cotton  weavers  are  numerous.  Those  of  Phatuha  are  em- 
ployed in  weaving  cotton  diaper,  (kh^s,)  which  the  natives  use  as  a 
dress :  but  the  great  demand  is  for  Europeans,  who  use  the  manu- 
facture for  table  linen.  By  far  the  greater  proportion  of  the  cotton 
weavers  is  employed  in  making  coarse  cloths  for  country  use,  but  a 
good  many  make  finer  goods  for  exportation.  The  amount  of 
thread  required  is  1,771,379  rupees,  and  the  value  of  the  cloth 
2,438,621  rupees,  leaving  a  profit  of  667,232  rupees,  or  28^  rupees 
for  each  loom.  It  may  be  supposed  that  the  finer  quaUties  of  goods 
taken  for  exportation  would  diminish  the  value  of  the  raw  material, 
and  increase  the  total  value  of  the  conunodity,  but  that  would  not 
appear  to  be  the  case.    Although  the  quantity  of  thread  is  no  doubt 
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less,  yet  as  the  reward  for  spinmng  the  fine  is  much  higher  than  that 
far  spinning  the  coarse,  the  actual  value  is  perhaps  a  Uttle  higher 
than  I  have  stated,  and  may  reduce  the  average  profit  to  28  rupees 
a  year  for  each  loom.  Each  man  on  becoming  bound  (asami)  to 
the  Company  receives  2  rupees,  and  engages  not  to  work  for  any 
person  until  he  has  made  as  much  as  the  Company  requires ;  no 
other  advance  has  ever  been  made  by  the  commercial  residents. 
The  agent  orders  each  man  to  make  a  certain  number  of  pieces  of 
such  or  such  goods,  and  he  is  paid  fw  each  on  ddivery  according 
to  the  price  stated  in  the  tables.  This  shows  clearly  that  the  sys- 
tem of  advance  is  totally  unnecessary ;  but  it  is  here  pursued  by 
all  the  native  dealers,  as  keeping  the  workmen  in  a  state  of  depen- 
dence, little  better,  if  so  good,  as  slavery. 

**The  loom  is  of  the  imperfect  structure  usual  in  India ;  and  where 
starch  is  used  to  facilitate  the  working,  it  is  made  from  the  root 
called  kandri.  It  must  be  observed  that  all  the  Indian  weavers 
who  work  for  common  sale,  make  the  woof  of  one  end  of  the  cloth 
coarser  than  that  of  the  other,  and  attempt  to  sell  it  to  the  unwary  by 
the  fine  end,  although  every  one  almost  who  deals  with  them  is  per- 
fectly aware  of  the  circumstance,  and  although  in  the  course  of  his 
life  any  weaver  may  not  ever  have  an  oppcnrtunity  of  gaining  by 
this  means.  The  same  desire  of  illicit  gain  induces  him  almost 
universally  to  make  the  pieces  somewhat  shorter  than  the  regular 
length. 

'^The  coarser  goods  intended  for  market  sale  are  always  sold  as 
they  come  from  the  loom,  but  those  intended  for  private  sale  are  all 
bleached,  and  many  of  them  undergo  operations  by  different  classes 
of  tradesmen.  It  must  be  observed  that  in  this  district  the  weavers 
were  bound  to  act  as  porters  for  conve)ring  the  goods  of  travellers ; 
and  when  any  person  of  rank  or  authority  calls  upon  the  zemindar 
for  such,  the  weavers  are  still  required  to  perform  this  office.  On 
some  estates  they  are,  on  this  account,  allowed  an  exemption  from 
ground-rent  for  their  houses  ;  on  others  they  are  taxed  at  a  higher 
than  usual  rate. 

"At  Behar,  a  class  of  artists  called  parchahkush  is  employed  to 
put  all  the  threads  in  the  bleached  cloth  at  equal  distances.  (See 
the  drawing  marked  Fig.  A,  of  Arkite  Ghiden  Ghelen's  loom,  where 
this  delicate  operation  is  being  effected  by  the  female  figure  in  front.) 
The  cloth  made  there  being  very  thin,  the  operation  of  bleaching 
brings  the  threads  into  clusters,  leaving  many  parts  almost  in  holes. 
These  workmen  jAace  all  the  threads  at  equal  distances  with  a 
Wooden  comb.    In  some  other  places  a  needle  is  used.    Many  fine 
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pieces  of  cloth  are  ornamented  at  the  ends  with  the  flattened  gold 
and  diver  wire  called  bad-la,  which,  as  the  natives  use  the  pieces 
entire,  looks  very  showy.  It  is  not  woven  into  the  cloth,  but  put  in 
with  a  needle. 

^In  each  piece  of  the  muslins  of  Behar,  the  pieces  of  which  are 
two  cubits  wide,  the  workmen  who  perform  this  operation  stitch 
from  6  to  7  bands  of  this  bad-la,  each  consisting  of  350  wires. 
The  workmen  receive  4  anas  (x  the  100 ;  and  a  man  can  daily 
put  in  fiK)m  60  to  70.  Allow  that  he  puts  in  60,  and  works  26 
days  a-month,  he  will  receive  about  4  rupees,  (3  A) ;  and  32,000 
cubits  of  the  wire  costing  one  rupee,  he  has  about  3  A  rupees  a- 
month  for  profit 

''The  Chhapagars  put  gold  and  silver  Qowers  on  fine  muslin  by  a 
very  sunple  (Nrocess.  They  stamp  the  doth  in  the  finrm  wished 
with  common  glue,  and  then  apfdy  gold  and  silver  leaf,  which  ad- 
heres to  the  glue,  but  rubs  ofi*  where  that  has  not  been  appUed. 
Of  course  this  cloth  cannot  be  washedi  but  is  very  showy,  and  used 
only  cm  high  occasions. 

''All  the  blanket  weavers  are  shepherds." 
The  progress  of  weaving  in  Greece  seems  to  have  been  slow ;  at 
least  those  fi&brics  of  the  finest  description,  were  imported  from  Asia, 
during  the  classic  ages,  at  a  cheaper  rate  than  they  could  be  pro- 
duced in  Ghreeoe. 

There  were,  however,  several  large  manufiictories  for  the  weav- 
ing of  palUa,  a  word  which  might  be  more  properly  translated 
blankets  than  cloaks.  They  were  indeed,  sometimes  coloured,  but. 
in  these  cases  the  wool  was  dyed  in  its  raw  state,  and  the  palls 
were  worn  in  the  very  form  in  which  they  were  taken  from  the 
loom. 

They  were  rectangular  pieces  of  doth,  axid  were  used  indifierendy 
for  cloaks  by  day  and  for  coverlets  by  night ;  we  find  them  also 
employed  as  horse-cloths,  and  even  as  carpets.  Thus  in  St  Luke's 
description  of  Christ's  triumphant  entry  into  Jerusalem,  we  read 
that  the  disciples  "  cast  their  garments  upon  the  colt,  and  they  set 
Jesus  thereon :  and  as  he  went,  they  spread  their  clothes  in  the 
way  :"  (Luke  xix.  35,  36.)  This  was  an  oriental  form  of  recog- 
nizing Jesus  as  king,  and  it  is  still  observed  in  many  eastern 
countries,  during  the  royal  progresses  of  their  monarchs.  The 
cumbrous  palls  were  occasionally  laid  aside  when  any  work  was  to 
be  done  requiring  great  exertion.  Thus  we  read  in  the  Acts  of  the 
Apostles,  that  those  who  went  to  stone  the  Proto-martyr  Stephen, 
"laid  down  their  cloaks  at  the   feet  of  Saul."     (Acts,  vii.  68.) 
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Thus  also  Telemachus,  when  attempting  to  bend  the  bow  of 

Ulysses, 

"  His  girdle  loosed,  his  gUtt'ring  sword  unbound, 
And  cast  his  purple  mantle  on  the  ground." 

iOdyuey,  XXII) 

Sometimes,  however,  the  paU  was  gathered  close  round  the  body, 
leaving  the  upper  part  of  the  frame  naked  ;  a  custom  to  which  the 
phrase,  making  ^^  bare  the  arm,"  of  such  frequent  occurrence  in  the 
Old  Testament  obviously  alludes.  In  a  favourite  old  hymn  we 
find, 

<<Make  bare  thine  arm,  great  King  of  kings, 
Thine  arm  alone  salvation  brings. 

There  were  many  establishments  for  the  weaving  of  blankets 
and  palls  both  in  Greece  and  Italy ;  but  particularly  in  Megara, 
where  the  manu&cture  of  coarse  blankets  formed  the  staple  trade 
of  the  country.  The  work  was  performed  by  slaves,  who  wrought 
in  factories,  the  spinning  being  usually  done  by  females,  and  the 
weaving  by  males.  Several  &cU>ries  of  the  same  kind  were  estab- 
lished in  Italy,  but  their  productions  were  chiefly  used  by  the 
working  classes;  persons  of  superior  rank  either  used  dresses 
import^  from  the  East,  or  those  which  were  wrought  in  their  own 
household. 

We  must  regard  the  spinning  and  weaving  of  Greece  and  Italy 
as  a  pur^  domestic  manufacture;  indeed,  every  considerable 
house,  especially  in  the  rural  districts,  had  its  spiiming  and  weav- 
ing rooms,  with  all  the  apparatus  necessary  for  the  manu&cture 
both  of  flax  and  wool.  Thus  Yiigil  in  his  description  of  rural  em- 
ployments during  winter,  says, 

"  The  wife  and  husband  equally  conspire 
To  work  by  night,  and  make  the  winter  fire : 
He  sharpens  torches  in  the  glimmering  room, 
She  shoots  thefying  shuttle  through  the  loom." 

(OeargiCfi:) 

No  doubt  the  ^'flying  shuttle"  here  referred  to,  is  the  same  as 
that,  the  invention  of  which  is  claimed  by  the  English,  for  their 
countrjrman,  one  John  Ka.j  of  Bury. 

In  most  of  the  old  Grecian  and  Roman  looms  the  process  of 
weaving  was  downwards,  and  the  wefl  was  driven  home  by  an  in- 
strument caQed  a  spatha,  which  was  sbnilar  to  a  wooden  sword. 
In  later  times  the  spadia  was  superceded  by  a  corab,  and  tbis  is 
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the  instrument  now  lued  by  the  Hindoos.    In  our  looms  the  process 
is  effected  by  the  reed  and  batten. 

The  Romans  kept  their  warp  yarns  parallel  by  rolling  them  care- 
fully on  a  cylinder,  which  unwound  and  gave  out  yam  as  it  was 
wanted ;  a  process  which  in  modem  manu&ctures  is  called  "  beam- 
ing the  web/'  while  the  Northern  nations  were  forced  to  pass  the 
threads  of  the  warp  over  a  transverse  rod  or  plank,  and  then  divid- 
ing them  into  thirty  or  forty  parcels,  to  attach  a  stone  or  some  heavy 
weight  to  each  parcel,  for  the  purpose  of  keeping  the  warp  yams 
in  their  perpendicular  direction,  and  allowing  free  play  for  the  stroke 
of  the  spatha. 

THE  ART  OF  WEAVING. 

^The  art  of  weaving  is  exceeding  old, 
As  we  by  king  Deioces  have  been  told. 
'Tie  said  that  Ohelen  weaving  first  began ; 
Which  hath  descended  since  from  man  to  man« 
The  mothers  taught  their  daughters,  sires  their  sons, 
Thus  in  a  line  successively  it  runs 
For  general  profit,  and  for  recreation. 
From  generation  unto  generation. 

'^  Arphaxad  was  a  weaver  of  great  skill ; 
His  four  web  engines  make  us  wonder  still ; 
For  they  do  art,  so  like  to  nature,  frame. 
As  if  it  were  her  sister  or  the  same. 
Flowers,  plants,  and  fishes,  beasts,  birds,  flies,  and  bees, 
Hills,  dales,  plains,  pastures,  skies,  seas,  rivers,  trees ; 
There's  nothing  near  at  hand,  or  farthest  sought. 
But  with  these  famous  air  looms  may  be  wrought 
In  cloths  of  Babylon  IVe  often  seen 
Men's  figured  counterfeits  so  like  have  been, 
That  if  the  party's  self  had  been  in  place. 
Yet  art  would  vie  with  nature  for  the  grace. 
Moreover,  poesies,  rare  anagrams, 
Signifique,  searching  sentences  from  names^ 
True  history,  or  various  pleasant  fiction, 
In  sundry  colours,  mix'd  with  arts'  commizion ; 
In  all  dimensions,  curves^  squares,  ovals,  rounds^ 
Art's  life  included  within  nature's  bounds ; 
So  that  art  seemeth  merely  natural, 
In  forming  shapes  so  geometrical." 

The  art  of  weaving  was  unknown  in  Great  Britain  previous 
to  the  Roman  Invasion.  After  the  Romans  had  obtained  a  footing 
in  that  country,  they  established  a  woollen  manufsu^ry  at  Win- 
chester, for  clothing  their  army ;  and  they  also  taught  the  benighted 
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natives  the  ait  of  weaving,  and  the  culture  of  flax.  The  Saxons 
afterwards  introduced  several  kinds  of  fabrics  for  domestic  purposes, 
among  which  are  said  to  have  been  knotted  counterpane  with  net- 
work borders,  for  bedHX)ver8,  petticoats,  pantalets,  &c.  In  the  early 
part  of  the  fourteenth  century  (1327)  Nicholas  Grattan,  Ned  O'Neal, 
Brien  Gallagher,  and  Jack  R.  Newbury  introduced  the  manufacture 
of  broad  cloth,  which  manu£su;ture  was  afterwards  protected  and 
encouraged  by  king  Edward  3d,  and  this  fiibric  has  ever  since  been 
a  staple  article  of  expwt 

These  inventions  and  discoveries,  together  with  the  improvements 
in  calico  printing,  the  discharging  of  colours,  (particularly  of  Turkey 
red,  for  Bandannas)  the  application  of  steam,  as  a  moving  power, 
in  weaving  plain  cloth,  and  innumerable  other  mechanical  inven- 
tions, which  it  would  be  tedious  even  to  name ;-  these  have,  within 
the  last  fifty  years  raised  the  cotton  manufacture  to  a  state  of  per- 
fection, which  has  no  parallel  in  the  history  of  the  arts. 

It  will  be  remembered  by  the  reader,  that  Mr.  Kersivenus,  in  his 
letter  of  23d  April,  1843,  (given  at  page  34,)  promised  us  some  fur- 
ther information  relative  to  the  subjects  there  spoken  about:  and 
after  some  unavoidable  delay,  this  gentleman  has  at  length  written 
another  letter  to  us,  of  which  the  following  is  a  correct  translation. 
No  doubt  his  document  will  be  interesting  to  many  weavers  and 
manufiu^turers  in  this  country. 

Alexandria,  17th  Sept  1843. 
Dear  Friend  : 

Your  letteiB  of  9th  July  and  15th  August  came  to  hand,  and 
their  contents  I  have  just  been  considering  with  the  greatest  at- 
tention. 

I  am  happy  to  hear  in  the  first  place,  of  the  safe  arrival  at  the 
City  of  New  York,  of  the  letter  which  I  had  the  pleasure  of  writing 
you  on  the  23d  of  April  last  I  regret  exceedingly  not  having  been 
able  to  give  you  more  correct  information,  on  the  subject  to  which 
you  most  particularly  refer ;  but  this  delay  has  been  altogether  oc- 
casioned by  the  negligence  of  Messrs.  Lepsius  and  Taylor,  in  not 
answering  my  letters  to  them,  of  24th  April. 

For  the  last  fortnight  my  life  has  been  a  burthen  to  me,  as  I  have 
been  suffering  from  a  sore  disease,  which  quack  doctors  generally  call 
delirium  tremens.  I  subjected  myself  to  homeopathic  treatment, 
however,  about  ten  days  ago,  and  am  now  so  far  recovered  as  to  be 
aUe  to  keep  the  children  in  order,  although  I  cannot  yet  undertake 
Aoy  frefestisnal  duties. 

9 
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On  examining  various  lettera  and  other  doeomeBtf,  reoeived  bf 
this  morning's  mail,  I  was  extremely  delighted  to  see  a  commanicm* 
lion  in  the  handwriting  of  our  old  friend  LefMras,  encloaingi  alao^ 
another  from  Mr.  Taylor.  These  documenls,  although  cwtatnly 
not  80  satisfactory  as  I  could  wish,  contain,  nevertheless,  various 
observations  relative  to  Arphaxad's  inventioos,  which  may,  to  some 
extent,  answer  your  enquiries ;  and  I  shall  now  submit  to  yon  the 
substance  of  what  they  state  as  briefly  as  possible. 

Figure  No.  5,  in  the  drawings,  puzzles  both  the  Doctor  and  Mr. 
T.,  and  they  frankly  confess,  that  they  neither  know  what  kind  of 
a  character  she  is,  nor  yet  the  object  for  which  she  is  represented  at 
all.  Mr.  T.,  however,  suggests  from  the  implements  which  she 
carries,  that  she  is  a  person  perfectly  skilled  in  the  arts  of  spinning 
and  figured  weaving.  Figure  No.  8,  ia  a  portrait  of  the  prince  of 
weavers,  no  leas  than  E.  K.  Arphaxad  himself;  but  this,  I  think, 
you  might  have  seen  yourself,  without  any  explanation.  The 
fragments  of  machinery,  and  other  articles  scattered  over  the  draw- 
ing, according  to  Lepsius,  originally  constituted  part  of  the  interior 
mechanism  of  the  engin^;  but  have  been  thrown  into  their  present 
state  of  confusion  by  a  dreadftil  explosion  of  the  principal  air  cis- 
tern, killing,  instantaneously,  two  beautiftil  ladies,  who  were  mere 
spectators,  come  to  the  fiictory,  for  the  purpose  of  examining  some 
new  patterns  of  shawls,  lace,  and  quilting  stuffs,  for  their  wedding 
dresses.  It  is  somewhat  singular  that  this  fiightfril  catastrophe 
should  have  happened  on  a  Sunday ;  which  circumstance  is  an- 
other proof  of  the  bad  effects  of  working  on  that  day. 

You  wUl  perceive  in  the  drawing,  the  wreck  of  many  valuable 
contrivances  used  by  weavers.  Among  those  may  be  traced  part 
of  Lemuel  P.  Arybas'  nipper  or  jaw  temple,  Arphaxad's  tappet 
wheel,  fork  and  grid  stop-thread  motion,  measuring  rollers  for  regu- 
lating the  giving  out  of  yarn  from  warp  beams  by  means  of  end- 
less screws,  &c.,  lace  and  embroidering  machinery  of  various  kinds, 
cams  and  cam-wheels,  with  a  variety  of  spinning  apparatus,  which, 
to  all  appearance,  judging  from  the  figures,  is  at  least  equal  to  the 
best  spinning  machinery  of  the  present  day. 

From  these  remains  it  would  seem  that  Arphaxad's  loom  was  ca- 
pable of  producing  various  textures  at  one  and  the  same  operation. 
Indeed,  Lepsius  informs  me  that  Arphaxad  constructed  a  machine 
for  Gengis-Khan,  adapted  to  weave  30  pieces  of  cloth  at  once,  these 
pieces  varying  in  width  from  25  to  74  inches,  and  forming  the  most 
beautiful  textures  and  patterns  imaginable ;  surpassing  in  splendour 
of  appearance  even  the  most  gorgeous  tail  of  the  peacock,  and  dis- 
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pbyinf  a  grealer  Yarieiy  of  colouring  than  that  proud  bird  can 
boast  of.  This  machine,  although  containing  so  many  webs,  and 
working  so  many  shuttles  (averaging  30  shuttles  to  each  of  the  30 
webs,  or  900  in  all)  appears  to  have  cost  only  1  shekel  of  silver  per 
diem  for  the  necessary  driving  power.  The  proprietor,  therefore, 
OMist  have  realized  a  handsome  profit  while  the  engine  was  in  suc- 
ocBsftii  operation,  in  as  much  as  it  turned  off  1200  yards  daily,  of 
perfect  goods,  with  the  assistance  of  a  mere  child  to  superintend  it 
The  average  price  at  which  the  cloth  was  sold  per  yard,  taking  one 
web  with  another,  was  about  76/. ;  and  the  cost  of  the  raw  material 
was  not  over  30  per  cent  of  that  sum,  the  cloth  being  extremely 
light,  owing  to  the  astonishing  fineness  of  the  thread  used.  The 
original  cost  of  the  machine,  however,  formed  an  important  item,  as 
it  was  not  less  than  140,000/.  of  your  money.  Lepsius  is  unable 
to  say  whether  this  enterprise  turned  out  a  good  speculation  for 
Gengis-Khan,  or  not,  as  he  cannot  ascertain  how  long  the  loom 
was  in  operation  before  it  blew  up. 

Prom  iheat  facts  we  may  take  it  for  granted,  that  the  firagments 
shown  in  the  drawing  did  actually  form  part  of  the  mechanism  of 
the  engine  represented,  previous  to  the  explosion  of  the  air  cistern ; 
the  spinning  machinery,  no  doubt,  being  employed  in  furnishing  the 
different  warps  and  wefts  as  required.  Whether  the  thread  used  was 
of  gold  or  silver,  neither  the  Doctor  or  Mr.  Taylor  is  able  to  say ;  but, 
in  my  opinion,  gold  was  the  material  used,  to  which  the  necessary 
endless  variety  of  shades  had  been  previously  given  by  some  highly 
ingenious  chemical  process.  Had  the  thread  not  been  of  gold,  the 
textures  could  not  have  been  so  expensive. 

The  specimen  of  cloth  in  possession  of  his  Highness,  and  of 
which  I  spoke  to  you  in  a  former  letter,  although  6,331  years  old, 
yet  it  is  beautiful  beyond  conception — as  fresh  and  perfect  as  if 
finished  yesterday.  This  specimen  contains  130  shades  of  colour, 
and  is  of  pure  gold.  I  shall  forward  you  in  a  few  days  11|  inches 
of  it,  which  I  have  procured  from  his  Highness  at  an  expense  of  90 
shekeb  of  gold.  The  pieces  of  glass  cloth  which  you  had  the 
kindness  to  send  me,  are  not  to  be  compared  to  it  in  richness  of 
colouring  and  design. 

Regarding  the  spinning  engine  of  Wallotty  Trot,  the  Doctor 
thinks  it  did  not  differ  materially  from  that  demolished  by  the  ex- 
plosion, part  of  which  is  shown  at  No.  9. :  but  whether  Trot  used 
rollers,  as  at  No.  10.,  or  flyers,  as  at  No.  11.,  neither  Lepsius  nor 
Taylor  can  decide. 

Since  writing  the  above,  my  son  has  found  another  paper,  among 
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those  brought  this  morning,  from  Doctor  Lepsius,  who  has  elicited 
some  ftirther  ideas  relative  to  the  figures  2, 3, 4,  6,  and  7.  He  says 
they  are  mechanical  or  automaton  musicians  which  were  stationed, 
generally,  at  the  entrance  of  the  manufactory,  for  the  purpose  of 
serenading  ladies  and  gentlemen  who  came  to  purchase  the  splendid 
productions  of  Arphaxad^  looms.*  These  figures  serenaded  aU  good 
customers,  also,  when  leaving  the  factory ;  but  in  no  case  would 
they  play  a  single  note  to  such  as  were  shabby  in  purchasing. 
Each  figure  was  possessed  of  the  necessary  mechanism,  in  its  int^ 
rior,  according  to  its  office  in  the  band.  The  playing  of  a  tune^ 
commonly  averaged  from  36  to  45  minutes ;  and  there  were  140 
tunes,  in  all,  "  to  the  round."  Each  automaton  was  furnished  with 
a  suitable  key,  by  means  of  which  it  wound  up  itself  when  run 
down. 

In  regard  to  stopping  the  engine  on  the  breaking  or  fiiilure  of  a 
weft  thread,  no  difficulty  could  have  been  experienced ;  because  the 
fork  and  grid  stop  thread  motion,  (a  fragment  of  which  you  will 
perceive  in  the  drawing,)  would  accomplish  that  object  efifectually. 
Besides,  there  are  evident  traces  of  other  valuable  contrivances  for 
the  same  purpose :  but  whether  these  were  essential  to  the  per- 
fect working  of  this  extraordinary  loom,  or  not,  is  at  this  moment  a 
mystery  beyond  my  power  to  solve. 

His  Highness  is  delighted  with  the  working  of  your  power  looms ; 
he  has  lately  caused  them  to  be  set  up  in  his  turban  fectory,  and 
they  are  now  in  successful  operation.  He  requests  me  to  convey 
to  you  the  expression  of  his  sincere  regard,  in  the  shape  of  a  beau- 
tiful •  «  •  «  and  which  I  have  shipped  this  day  on  board  the 
Royal  Tar.    I  herewith  enclose  the  invoice. 

I  have  just  learned  that  our  respected  friend,  Mnaaa  Osirtasen, 
is  no  more,  having  departed  this  life  yesterday  (Sunday)  while  in 
the  act  of  •  ♦  •  *  *  *  ! 

Hoping  the  above  information  will  prove  satisfiEictory,  I  remain, 
with  permission  from  his  Highness,       Your  most  obedient  servant, 

ALEXIS  KERSIVENUS, 
Civil  Engineer,  Homeopathic  Physician,  d&c. 

*  The  history  of  Alexander  the  Great  affords  frequent  traces  of  the  use 
of  cloth  interwoven  with  gold  in  Persia.  Garments  of  such  cloth  were 
among  the  most  splendid  spoils  of  PersepoUs,  (Diod,  Sic  L.  xvii.  70.  p.  214. 
Wee9eL)  Demetrius  Poliorcetes  wore  purple  garments  with  borders  of  gold^ 
(PbOarch,  DemeL  41.) 
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PLAIN  WEAVING. 


WINDING  OR  SPOOLING. 

The  common  custom  of  spinners  is,  to  reel  the  yam  into  hanks^ 
or  skeins  of  a  given  length,  and  in  this  state,  to  deliver  it  for  the 
purpose  of  being  made  into  cloth. 

This  process  does  not  come  within  the  compass  of  the  present 
section ;  although  the  arts  of  spinning  and  weaving,  which  form 
the  two  great  divisions  of  labour  in  manu&cturing  cloth  from 
the  raw  material,  are  so  intimately  blended,  that  hardly  any 
thing  analc^ous  to  the  one  art,  is  entirely  foreign  to  the  other. 
At  present  it  w)ll  be  sufficient  to  consider  yam  in  the  hank 
state. 

The  first  process  in  linen  and  cotton  yam,  is  boiling  in  the  hank. 
The  fibres  of  the  former,  being  long  and  tenacious,  require  only  to 
be  freed  from  impurities  by  means  of  boiling  water,  and  soap  or 
potash.  To  the  latter  a  certain  proportion  of  flour  is  added,  to  in- 
crease its  firmness.  When  these  operations  have  been  performed, 
and  the  yam  has  been  thoroughly  dried,  it  is  wound  upon  bobbins, 
commonly  called  spools.  This  is  done,  generally  for  hand  looms, 
by  means  of  the  conmion  bobbin  wheel,  and  swifts  or  runners, 
which  are  so  weU  known  that  we  think  it  unnecessary  to  give 
drawings  of  them. 

WARPING. 

The  warping  mill  forms  a  circle,  or  rather  a  polygon  inscribed 
within  a  circle,  and  the  yam  is  wound  around  it  in  the  form  of  a 
spiral  or  screw,  by  which  means  a  very  great  length  may  be  pro- 
duced in  a  small  compass.  Warping  mills,  for  hand  looms,  are 
constmcted  of  different  heights  and  circumfojrences,  according  to  the 
particular  species  of  goods  for  which  they  are  designed,  or  the 
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room  which  they  are  to  occupy.  A  plan  and  elevation  of  those 
used  in  the  manu&cture  of  silk,  cotton,  and  other  goods  will  suffi- 
ciently illustrate  the  principle  of  their  construction,  and  these  will 
be  found  in  figs.  3,  4,  and  6. 

Figs.  3  and  5. 


Fig.  3  is  a  ground  plan  and  Fig.  4  a  profile  elevation,  and  the 
same  letters  refer  to  corresponding  parts  in  both  figures.  The  cir- 
cumference of  a  mill  is  generally  five  English  elk  of  46  inches 
each,  and  is  divided  into  20  equal  parts  of  11^  inches  or  ^  of  an  ell 
to  each.  The  mill  is  built  upon  three  horizontal  frames,  one  of 
which  is  represented  at  A  Fig.  3.  The  circular  piece  L  is  of  solid 
wood  with  a  mortise  B  in  the  centre,  having  a  square  axis  passing 
through  it,  in  each  end  of  which  axis  is  an  iron  pivot  or  journal. 
The  lower  pivot  works  in  a  socket  and  the  upper  in  a  round  hole 
or  bush,  the  axis  being  placed  perpendicular  to  the  horizon.  The 
mill  is  turned  about  by  a  trundle  F,  firom  which  motion  is  commu- 
nicated to  it  by  a  crossed  band  H,  passing  around  its  circumference, 
as  near  to  the  floor  as  convenient.  The  arms  or  radii  (20  in  num- 
ber] are  dovetailed  into  grooves  in  the  centre  piece  L,  and  their  ex- 
tremities are  mortised  into  the  upright  standards  which  form  the 
circumference  of  the  mill,  and  which  being  exactly  11^  inches 
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^  Ammdflr,  from  centre  to  centre,  divide  that  circumference  into  20 

)  equal  parts.     The  arms  are  numbered  from  1  to  20,  and  appear 

very  plainly  in  Fig.  3  ;  but  the  standards  at  their  extremities  ap- 
pear only  as  sections. 


Fig.  4. 


In  Fig.  4  nine  of  the  upright  standards  are  quite  visible,  and  are 
numbered  from  2  to  10.  Near  the  circumference  the  arms  are 
coniiected  and  kepi  firm  by  round  pieces  of  wood,  as  represented 
in  Fig.  3. 

E  18  the  heck,  as  it  is  usually  called.  It  consists  of  a  niunber 
(120,  or  mcure,)  of  steel  pins,  with  a  round  hole  or  eye  in  the  upper 
end  of  each,  through  which  a  thread  passes  in  the  process  of  warp- 
ing. The  pins  are  placed  alternately  in  two  frames,  distinct  from 
each  other,  and  eillier  of  them  may  be  raised  at  pleasure.  By 
these  means  what  is  called  the  lease  is  formed,  and  it  is  most  essen- 
tial in  every  stage  of  the  operation  of  weaving,  as  the  whole  regu* 
larity  of  the  yam  in  the  loom  depends  upon  it  Fig.  5  is  a  front 
elevation  of  a  part  of  a  heck,  for  the  purpose  of  showing  more  dis- 
tinctly the  way  of  lifting  the  alternate  threads,  when  required. 
The  steel  pins  of  the  heck  ought  to  be  very  carefiilly  polished  for 
the  sake  of  smoothness,  and  should  be  tempered  hard,  to  preserve 
the  eyes  from  being  worn  by  the  friction  of  the  threads  passing 
difoogh  them. 
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D  is  a  frame  of  wood)  on  the  upper  part  of  which  are  fixed  a 
convenient  number  of  pins,  in  a  perpendicular  direction,  and  at 
equal  distances.  Upon  each  of  these  is  a  small  pulley  of  hard 
wood,  which  runs  freely  round.  These  serve  to  guide  the  yarn 
upon  the  mill,  and  also  to  divide  it  into  portions  called  hcUf  gangs 
or  boutSj  which  are  useful  in  the  subsequent  operation  of  beamings 
as  will  be  hereafter  described.  On  the  end  of  the  frame  D  is  a 
square  box,  through  which  a  perpendicular  post  G  passes,  and 
upon  it  the  whole  frame  D  slides  up  or  down,  when  the  mill  is  set 
in  motion.  This  is  effected  by  means  of  a  cord  passing  over  the 
pulleys  NN,  Fig.  4,  and  fixed  to  the  end  of  the  axis  of  the  mill. 

When  the  mill  is  turned  one  way,  the  cord  winds  around  the 
axis  and  raises  the  frame  D ;  when  turned  the  contrary  way,  the 
cord  unwinds  and  the  frame  is  lowered.  Four  small  rollers  are 
generally  placed  in  the  inside  of  the  box  to  dimmish  the  fiiction  of 
the  post  C.  O.  Fig.  3,  is  a  horizontal  section  of  the  frame  for  con- 
taining the  bobbins,  or  as  it  is  commonly  called  the  hank. 

Two  cross  pieces  of  wood,  I  and  E,  pass  between  the  upright 
standards  which  form  the  circumference  of  the  mill ;  in  each  of  them 
are  too  smooth  round  pins,  on  which  the  leases  are  formed.  Near 
to  the  upper  lease  pins  I,  is  another  pin  M,  and  upon  this  the  warp 
is  turned.  The  croas  piece  I  is  fiiatened  to  the  mill,  but  that  at  K 
is  moveable. 

OPERATION  OF  WARPING. 

The  number  of  bobbins  which  are  to  form  the  warp  are  placed 
in  the  frame  or  bank  Q,  so  that  the  threads  may  unwind  fstaxk  the 
upper  patt  of  them ;  the  threads  are  then  passed  successively,  through 
the  eyes  of  the  heck  E,  and  the  wh<de  being  knotted  together  are 
fixed  to  the  pin  M,  upon  the  mill,  (see  Fig.  3.)  The  mill  is  then 
turned  slowly,  until  the  top  lease  pins  at  I,  come  nearly  opposite 
the  heck.  The  warper  tiben,  lifting  half  of  the  frame  or  thread 
guide,  passes  the  forefinger  of  his  left  hand  through  the  space  formed 
between  the  threads  which  are  raised  and  those  that  r^oEiain 
stationary ;  he  then  sinks  the  frame  which  had  been  lifted,  to  its 
former  place,  and  lifts  the  other.  (One  half  of  the  threads  in  the 
gang  or  bout  passes  through  tash  of  these  guides.) 

Into  the  space  formed  by  this  he  inserts  his  thumb,  and  caieftilly 
places  the  yam  upon  the  two  pins  at  I,  the  first  passing  through 
the  interval  kept  by  his  fingers,  and  the  second  through  that  kepi 
by  his  thumb.    Every  alternate  thread  is  thus  crossed  and  the  lease 
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is  formed.    He  now  divides  his  yarn  into  portions,  as  nearly  as  pos- 
sible equal  to  each  other,  to  form  half  gangs.    These  are  kept 
separate  by  passing  along  different  rollers  on  the  frame  D,  (see 
Fig.  3,)  until  he  arrives  at  the  lowest  lease  pins  K.     Turning  the 
mill  gradually  and  regularly  round,  he  winds  the  yarn  about  it  in  a 
spiralj  formed  by  the  descent  of  the  frame  D,  until  he  has  completed 
a  number  of  revolutions  sufficient  to  produce  the  length  of  the  web^ 
and  then  fixes  the  lower  pins  at  the  proper  place.     Upon  these  he 
turns  his  warp,  forming  another  lease,  by  passing  every  division,  or 
half  gang  of  his  yam,  alternately,  over  and  under  each  pin.    This 
lease  differs  from  that  formed  upon  the  upper  pins  only  in  this  respect, 
that  instead  of  being  formed  by  the  crossing  of  the  individual  threads, 
It  is  produced  by  crossing  the  half  gangs,  and  is  used,  as  formerly 
slated,  in  order  to  preserve  regularity  in  the  operation  of  beaming. 
.  The  lower  lease  being  now  formed,  the  warper  turns  the  mill  in  a 
contrary  direction  until  he  arrives  again  at  the  top,  and  repeats  the 
former  process  till  he  has  collected  upon  the  mill  the  quantity  of 
warp  required  in  the  web.    As  soon  as  this  has  been  effected,  he 
secures  his  leases,  by  tying  round  one  half  of  the  yarn  upon  each 
pin,  cuts  away  his  threads,  and  drawing  the  warp  gradually 
off  the  mill,  links  it  into  a  succession  of  loops  called  a  chain,  forms 
it  into  a  bunch,  or  ball,  and  in  this  state  it  is  delivered  to  the 
weaver. 

In  this  consists  the  whole  operation  of  warping.  It  is  an  impor* 
tant  part  of  the  duty  of  a  warper  to  be  very  careful  that  any  threads 
which  may  be  broken  in  the  process,  be  immediately  lied,  that  they 
may  not  be  crossed  over  the  others. 

We  shall  now  proceed  to  the  next  operation,  which  is  Beaming, 

BEAMING. 

When  the  weaver  has  received  his  warp,  his  first  care  is  to  wind 
it  upoo  the  beam  in  a  proper  manner. 

Having  ascertained  the  number  of  half  gangs,  and  the  breadth 
of  the  web>  he  passes  a  small  shaft  through  that  formed  by  the  first 
This  gives  him  the  lease  for  beaming,  and  keeps  the  half  gangs 
distinct.  An  inetrument  or  utensil  called  a  ravel  is  then  to  be  used. 
We  have  not  given  any  figure  of  this  because  it  differs  in  nothing 
fimn  a  reedj  excepting  that  the  intervals  are  much  wider,  and  that 
the  upper  part  may  be  taken  off,  for  the  purpose  of  putting  the  half 
gangB  in  their  respective  places. 

Ravele,  like  reeds^  are  of  different  dimwsions,  and  one  proper  for 

10 
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the  purpose  being  found,  every  half  gang  is  to  be  placed  in  an  in- 
terval between  two  of  the  pins. 

The  upper  part  or  cape^  is  then  put  on  and  secured,  and  the 
operation  of  winding  the  warp  upon  the  beam  commences. 

Two  persons  are  employed  to  hold  the  ravel  which  serves  to  guide 
the  warp,  and  to  spread  it  regularly  upon  the  beam ;  one,  or  two  to 
hold  the  chain,  or  chains  of  the  warp,  (there  is  often  more  than 
one  chain  in  the  web,)  at  a  prc^r  degree  of  tension,  and  (»ie,  or 
more  to  turn  the  beam. 

DRAWING  OR  ENTERINQ. 

Two  rods  are  now  inserted  into  the  lease  formed  by  the  upp«r 
pins  on  the  warping  mill,  and  the  ends  of  these  rods  are  tied  togedieri 
the  warp  being  spread  out  to  its  proper  breadth.  The  beam  is  then 
suspended,  by  cords  behind  the  headles,  sufficiently  elevated  to  be 
out  of  the  way  of  the  penon  who  hands  in  the  threads  to  the 
weaver,  the  warp  hanging  down  perpendicularly.  The  weaver 
opens  every  beadle  in  succession,  and  it  is  the  business  of  the  other 
person  to  select  the  threads  in  their  order,  and  deliver  them  to  be 
drawn  through  the  open  headle,  or  headles.  The  succession  in 
which  the  threads  are  to  be  delivered  is  easily  ascertained  by  the 
rods,  as  every  thread  crosses  that  next  to  it  The  warp,  after  pash 
sing  through  the  headles,  is  next  drawn  through  the  reed  by  an  in- 
strument called  a  reed  hook  or  dey  hooky  two  threads  (for  plain 
cloth)  being  generally  taken  throng  every  interval. 

These  operations  being  finished,  the  cords  or  mountings  which 
moves  the  headles,  are  applied,  the  reed  is  placed  in  the  lay,  and 
the  warp  is  divided  into  small  portions,  which  are  tied  to  a  shaft 
connected  by  cords  to  the  cloth  beam.  The  weaver  then  dresses  (nt 
sizes  a  portion  of  his  warp  and  commences  the  operation  of  weaving. 
But  before  entering  into  the  investigation  of  this  process,  it  may  be 
proper  to  devote  some  attention  to  the  construction  of  the  loom. 

The  most  essential  working  parts  of  this  machine  are  reimsenled 
in  Figs.  6  and  7. 
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Pig.  6. 
A 


76 


Fig.  6  is  a  ground  plan,  or  rather  a  horizontal  section  of  a  comr 
moQ  loom,  parts  of  which  are  cut  away,  for  the  purpose  of  showing 
in  their  proper  forms  other  parts  of  the  loom,  waitp,  and  cloth,  as 
they  could  not  be  otherwise  represented. 

Pig:  7. 
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Fig.  7,  may  be  considered  either  as  a  profile  elevation,  or  as  a 
profile  section  of  the  same  loom. 

All  the  parts  in  Fig.  7,  are  represented  as  they  appear  to  a  person 
standing  at  one  side  of  the  loom,  and  many  parts,  concealed  or  cut 
away  in  Fig.  6,  are  seen  very  plainly  in  Fig,  7,  whilst  many  parts 
which  are  distinctly  seen  in  F^,  6,  are,  of  necessity,  either  partially 
or  totally  hid  in  Fig*  7. 

Fig.  a 
s 


t 


Fig.  8,  is  a  transverse  section  of  the  same  loom,  as  viewed  from 
the  front ;  the  cloth  roll,  the  lay,  and  all  the  other  pcuts  in  front  of 
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the  beadles,  are  taken  away  that  the  mountm^  contained  in  the 
figure  may  be  seen.  The  lay  and  reed,  which  are  left  out  of  Fig.  8, 
are  distinctly  refMfesented  in  Fig.  9.  In  all  these  figures  the  same 
parte  of  the  loom  are  marked  by  the  same  letters,  and  thus  by 
comparing  the  figures,  every  part  is  shown  in  the  various  form% 
in  which  it  would  appear  when  viewed  above,  in  front,  or  at  one 
side. 

It  has  been  deemed  best,  totally  to  omit  the  side  and  cross  frame 
work,  and  to  exhibit  oidy  the  working  or  moving  parts.  This 
has  been  done  for  two  reasons. 

First,  Because  the  construction  of  the  firames  of  looms  are  very 
different,  and  the  particular  form,  is  not  often  essential  to  the  opera- 
tion, but  may  be  varied  according  to  the  iancy  either  of  the  weaver 
or  loom  maker, 

The  dimensions  also  vary  according  to  the  nature  and  breadth  of 
the  work  for  which  the  loom  is  intended. 

The  strength  of  the  different  parts  must  depend  entirely  upon 
the  work  to  be  performed ;  for  it  will  be  obvious,  that  the  quantity 
of  wood  necessary  to  give  sufficient  strength  to  the  posts  and  rails 
of  a  sail  cloth  or  a  sheeting  loom  would  prove  a  useless  encum- 
brance, and  add  an  unnecessary  weight  to  one  designed  for  weaving 
%ht  fetbrics  of  silk  or  muslin. 

It  is  suffident  therefore,  in  constructing  the  frame  work,  that  care 
should  be  taken  to  make  it  of  strength  equivalent  to  the  stress  of 
the  work  which  is  to  be  performed,  that  the  parts  should  be  ac- 
curately squared,  the  joints  tight  and  firm,  and  that  the  frame 
should  be  well  fitted  to  the  working  parts.  If  these  points  are  suffi- 
ciently attained  the  most  simple  and  least  expensive  jdan  of  construc- 
tion must  in  this,  as  in  all  other  machinery,  prove  invariably  the 
best.  The  second  reason  for  omitting  the  frame  work  is,  that  it 
would  have  been  difficult  to  represent  the  working  parts  distinctly 
without  many  additional  drawings,  because,  in  most  instances, 
many  things  would  have  been  concealed  by  the  intervention  of  dif- 
ferent parts  of  the  frame,  which  will  prevent  unskillful  persons  from 
properly  understanding  it. 

The  following  are  the  principal  working  parts  of  the  common 
loom  :  A,  Fig.  6,  the  yarn  beam,  B  the  rods  which  keep  the  threads 
of  the  warp  in  their  respective  places.  The  rods  pass  through  the 
intervals  which  form  the  lease,  that  is  to  say,  a  thread  passes  over 
the  first  rod,  and  under  the  second :  the  next  pstsses  under  the 
fini  and  ever  the  second,  and  so  on  alternately. 
By  this  contrivance  every  thread  is  kept  distinct  ftom  that  on 
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cither  side  of  k,  and  if  broken,  its  true  dUiation  in  the  warp  may 
be  easily  and  quickly  found.  This  is  of  such  importance  that  too 
much  care  cannot  be  taken  to  preserve  the  accuracy  of  the  lease. 
The  third  rod  divides  the  warp  into  what  is  usually  called  dmit- 
fvU  oisplUfuls^  for  two  threads  pass  through  the  same  interval  be- 
twixt the  dents  of  the  reed :  a  close  inspection  of  the  lines  which 
represent  the  threads  of  the  warp  in  Fig.  6,  will  serve  to  illustrate 
this,  for  the  lines  are  drawn  so  as  to  show  the  way  in  which  each 
thread  passes  between  the  rods.  The  third  rod  is  coounonly,  al- 
though improperly,  caUed  the  lease  rod^  tar  all  the  rods  are  lease 
rods,  and  the  preservation  of  the  lease  is  the  chief  cause  of  using 
them.  C,  the  headles  through  which  the  warp  passes,  and  which 
by  raising  and  sinking  one  half  of  the  warp  alternately,  form  the 
spaces  or  sheds  to  receive  the  weft  D*  the  reed  through  which  also 
the  warp  passes,  (two  threads  being  drawn  through  every  interval,) 
and  which,  moving  along  with  the  lay,  strikes  homethe  weft  to  form 
the  doth,  H,  the  lay,  (see  Figs.  6  and  9,)  mentioned  above,  vibrating 
on  centres,  [daced  iqxm  the  upper  rail  or  cape  of  the  loom.  1 1  are 
the  boxes  for  receiving  the  fly  shuttle,  and  EK  the  drivers  for  giv- 
ing motion  to  it :  LL,  the  teiqples  for  stretching  the  cloth  to  a  proper 
breadth,  and  MM  is  the  ck)th  beam  for  recaving  the  cloth  when 
woven. 

Below  the  headles,  and  attached  to  them  by  cords,  are  two  trea- 
dles NN,  (see  Fig.  7,)  which  are  moved  by  the  weaver's  feet  to  open 
the  sheds.  The  shuttle  is  driven  through  the  shed  by  a  motion 
communicated  by  the  weaver's  right  hand,  the  lay  being  moved 
backward  and  forward  by  his  left. 

Before  proceeding  further,  it  may  be  proper  to  notice,  briefly,  the 
different  parts  of  the  loom  in  succession,  to  explain  the  nature  of 
their  construction,  and  their  application  to  the  purposes  for  which 
they  are  intended. 

YARN  ROLL  OR  BEAM. 

In  constructing  this  part  of  the  apparatus  particular  care  should 
be  taken  to  select  wood,  perfectly  sound,  and  thoroughly  seasoned. 
Whilst  the  least  moisture  remains  in  the  wood  no  operation  performed 
Ufoa  it  can  be  trusted.  But  it  is  absolutely  necessary  that  the  yam 
beam  of  a  loom  should  be,  as  nearly  as  possible,  both  perfectly 
straight  and  round.  In  proportion  to  any  deviation  from  these,  the 
loom  wDl  be  defective,  and  the  deficiency  will  prove  injurious  in 
proportion  to  the  fineness  of  the  cloth  to  be  woven.  It  is  therefore 
of  the  utmost  consequence  that  the  wood  should  be  dry,  and  the 
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iron  axles  driven  into  it  before  the  beam  is  turned,  and  that  the 
turner  should  be  very  careful  in  the  execution  of  this  part  of  the 
work. 

Upon  this  depends,  in  a  great  measure,  the  uniform  tightness  of 
the  warp,  and,  of  course,  the  beauty  of  the  cloth.  It  is,  besides,  of 
the  first  consequence  to  the  operative  weaver,  because,  if  the  beam 
bends  by  twisting,  one  side  will  be  heavier  than  the  other,  and  ap- 
pose greater  resistance  to  the  threads  of  the  warp,  which  may 
cause  many  of  them  to  be  broken.  This  greatly  retards  the  work ; 
fiir  every  operative  weaver  will  be  convinced,  that  he  may  throw 
many  picks  of  weft  sooner  than  he  can  tie  one  thread  of  warp. 

The  warp  is  kepi  in  a  proper  degree  of  tightness  by  means  of  a 
cold  U)  (see  Fig.  7,)  rolled  two  or  three  times  round  one  end  of  the 
yam  beam. 

One  end  of  this  cord  is  fixed  to  a  lever  Y.  This  lever,  the  end 
of  which  only  can  be  seen  in  Fig.  7,  and  which  does  not  appear  at 
aU  in  F^^.  6,  is  parallel  to  the  beam,  and  directly  und^  the  back 
pert  of  it^  so  that  the  cord  passing  from  the  lever  to  the  beam,  may 
be  in  a  perpendicular  direction.  To  the  other  end  of  the  cord,  after 
passing  round  the  beam,  is  fixed  a  weight  W.  A  heavier  weight 
X  IB  then  hung  from  the  lever  Y,  and  as  this  weight  is  moved 
nearer  to^  or  further  from  the  fulcrum  of  the  lever,  the  tension  of 
the  warp  will  be  increased  or  diminished.  This  apparatus  is 
called  B,pace. 

In  heavy  fiibrics,  it  is  still  the  custom,  in  hand-loom  weaving,  to 
tighten  the  warp  by  means  of  a  stout  pin,  which  is  c^ed  a  bore 
staff.  The  yam  beam  of  looms  constmcted  {(x  heavy  work,  seldom 
has  iron  axles,  but  is  merely  rounded  at  each  end ;  and  at  the 
right  band  side  a  number  of  holes,  say  six,  are  bored,  and  into  one 
of  them,  one  end'  of  the  bore  stafi*  is  inserted,  the  other  being 
drawn  upwards  by  a  cord,  until  the  warp  is  sufficiently  tight. 

RODS. 

As  mentioned  before,  the  principal  use  of  the  rods  is  to  preserve 
the  lease.  When  any  threads  of  the  warp  are  broken,  great  care 
ought  to  be  taken  to  have  them  returned  into  their  proper  places. 
When  this  is  neglected,  the  warp  gets  into  confusion,  and  great 
tBouUe,  and  loss  of  time  ensue.  The  rods  are  made  of  hard  wood, 
and  should  be  well  smoothed,  to  prevent  them  from  catching,  or 
bieaking  the  warp :  the  two  front  ones  are  of  a  circular  form,  the 
thiid  or  lease  rod  is  flat,  and  broader  than  the  others,  which  is  con- 
TsnieDi  in  the  process  of  dressing  the  warp,  as  will  be  afterwards 
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described.  The  rods  are  kept  at  a  uniform  distance  from  the  bea- 
dles,* either  by  tying  them  together,  or  by  a  small  cord  with  a 
hook  at  one  end,  which  lays  hold  of  the  front  rod,  and  a  weight  at 
the  other,  that  hangs  over  the  yam  beam. 

HEADLES. 

To  weave  plain  cloth,  only  two  leaves  of  headles  are  really  ne- 
cessary, but  in  fine  webs,  where  many  threads  are  contained  in  the 
warp,  the  number  of  headles  required  would  be  so  great,  that  they 
would  be  crowded  too  much  together,  which  would  cause  unneces- 
sary fiiction,  and  strain  the  warp.  For  this  reason  four  leaves  are 
now  universally  employed,  except  in  very  coarse  work ;  they  are 
made  of  stout  smooth  twine,  composed  of  9  strands,  and  are  con- 
nected together  by  cords  above  and  below,  to  which  each  headle 
leaf  is  fiistened.  They  are  then  stretched  on  two  thin  fiat  shafts 
of  wood. 

The  upper  edges  of  these  four  shafts  are  represented  in  Fig.  6, 
at  C  ,  and  the  sections  or  ends  of  them  at  C%  Fig.  7,  where  the 
front  leaves  appear  raised,  and  the  back  ones  sunk  for  opening  the 
shed,  through  which  the  shuttle  passes. 

For  plain  work  clasped  headles  are  chiefly  used ;  a  representation 
of  which,  upon  a  large  scale,  is  shown  in  Fig.  10, 

Fig.  10. 


where  the  headle  twine  is  represented  by  double  lines,  for  the  pur- 
pose of  showing  how  the  upper  and  lower  parts  cross  each  other. 
The  cross  line  shows  the  direction  in  which  every  thread  of  the 
warp  passes  through  the  headle.  For  many  kinds  of  work,  the 
headles  are  constructed  with  eyes,  one  of  these  is  shown  in  Fig.  11, 

•  The  Irish  linen  weavers  always  have  the  front  rod  (or  rod  No.  1.)  fr^m 
3j-  to  4  inches  from  the  back  headle;  and  in  plain  cotton  goods,  the  distance 
at  which  they  are  kept  separate  seldom  exceeds  5  inches.  The  grain  of  {he 
cloth,  we  know  from  experience,  is  better,  when  the  rods  are  kept  about  i 
inches  from  the  back  headle,  than  at  a  greater  distance. 
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which  will  also  explain,  by  inspection,  the  way  in  which  the  twine 
is  knotted  to  form  the  eye. 

Pig.  11. 


In  Fig.  8,  which  is  an  elevated  section,  as  seen  from  the  front, 
they  are  distinctly  seen,  and  the  construction  of  the  whole  is  ren- 
dered very  apparent.  On  the  upper  side  rails  of  the  loom  rests  the 
headle  bearer  S,  stretching  across  the  loom.  From  this  two  levers 
Z,  are  suspended  by  cords  ;  from  one  end  of  these  levers  are  hung 
the  jacks  F,  and  from  each  end  of  these  jacks  pass  the  cords  which 
connect  them  with  the  upper  headle  shafts.  The  cord  connecting  one 
end  of  each  jack  with  the  headles,  is  attached  to  the  first  and  second 
leaf,  and  that  connecting  the  other  end,  to  the  third  and  fourth  leaf 
Under  the  headles  are  two  spring  staffs  Qt,  suspended  by  cords  from 
the  under  headle  shafts.  These  are  connected  with  the  two  marches 
R,  which  move  upon  joints,  and  the  marches  are  again  connected 
with  the  two  treadles,  from  which  the  whole  motion  is  derived. 
The  other  end  of  the  lever  Z  is  connected  by  a  small  cord  with  the 
under  headle  shafts,  and  this  end  rests  in  a  small  notch,  fixed  to 
the  side  frame  of  the  loom.  When  the  headles  are  to  be  pushed 
back,  the  levers  are  relieved  from  the  notches ;  the  weaver  then 
presses  down  the  upper  shafts,  by  means  of  the  small  cords,  the 
under  shafts  are  at  the  same  time  raised,  and  thus  the  headles  are 
slackened  to  ease  the  warp.  When  headles  with  eyes  are  used, 
this  apparatus  is  unnecessary,  and  the  jacks  may  at  once  be  hung 
from  the  headle  bearer  S,  as  in  Pig.  7.  Another  way  of  easing  the 
headles  is  now  most  generally  practised  ;  the  lower  links,  or  daupsy 
are-  lifted  by  small  rods,  and  the  headles  are  pushed  back  by  mov- 
ing the  lay. 

In  drawing  the  warp  through  the  headles,  the  first  thread  is  taken 
through  the  fourth  or  back  leaf,  the  second  through  the  second,  the 
third  through  the  third,  and  the  fourth  through  the  front.  When 
it  becomes  necessary  in  the  after  process,  occasionally,  to  draw  out 
the  rods,  their  places  may  be  recovered  in  the  following"  manner : 

11 
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By  raising  the  third  and  fourth  leaves  and  sinking  the  first  and 
second,  the  place  of  the  second  rod  is  given  ;  and  by  reversing  this, 
we  find  that  of  the  first.  By  raising  the  first  and  third  leaves  and 
sinking  the  second  and  fourth,  we  obtain  the  place  of  the  lease  rod. 

LAY  AND  REED. 

Fig.  9  is  an  elevation  of  the  lay  and  reed,  taken  from  the  front, 
and  exhibits  very  plainly  those  parts  which  are  either  concealed,  or 
imperfectly  seen  in  the  plan  and  profile,  Figs.  6  and  7.  The  parts 
of  the  lay  are  as  follow  :  H  is  the  sole  or  shell  of  the  lay,  in  which 
there  is  a  groove  to  receive  the  lower  edge  of  the  reed  D*  ;  O  is  the 
top  shell,  in  which  also  is  a  groove,  and  by  these  it  is  kept  in  its 
place ;  BB  are  the  two  swords  or  supports  of  the  lay,  which  are 
suspended  from  the  rocking  tree  T,  by  means  of  cords  CC,  as  re- 
presented more  clearly  in  Figs.  7  and  9.  When  the  pins  at  DD 
are  turned  round,  they  twist  the  suspending  cords,  which  of  course, 
become  shorter.  By  these  means  either  end  of  the  lay  may  be 
elevated  or  depressed  at  pleasure,  to  bring  it  into  a  proper  working 
position.  Instead  of  these  cords,  screws  are  somolimes  used,  which 
is  certainly  a  steadier,  though  a  more  expensive  plan.  The  boxes 
1 1  are  constructed  of  a  proper  size  to  receive  the  fly  shuttle,  which 
is  driven  from  either  by  pulling  forward  the  driver  E,  sliding  fi:eely 
on  the  polished  spindle  F ;  it  then  passes  along  the  race  G,  with 
great  velocity,  and  lodges  in  the  opposite  box. 

The  drivers  are  moved  by  the  cords  EE,  festened  to  the  handle 
H',  which  the  weaver  moves  with  his  right  hand,  as  before  men- 
tioned. 

In  weaving  light  fabrics  of  cloth,  the  upper  rib  of  the  reed  is  not 
confined  in  the  shell  of  the  lay,  but  a  light  shaft  of  wood  with  a 
groove  is  used.  To  each  end  of  this  shaft  is  fixed,  at  right  angles, 
a  thin  flat  piece  of  wood,  which  springs  easily  backward  and  forward. 

The  extremities  of  these  pieces  are  nailed  to  the  back  of  the 
swords  of  the  lay,  and  a  cord  is  tied  round  both,  by  which  the  de- 
gree of  spring  may  be  regulated,  the  rib  of  the  reed  is  received  into 
this  groove,  and  the  shell  is  to  be  used  above  the  vibrating  reed, 
serving  merely  as  a  rest  for  the  weaver's  left  hand  to  work  the  lay. 

By  this  contrivance  the  reed  yields  when  the  weft  is  driven  up, 
and  diminishes  the  danger  of  making  the  cloth  too  thick.  These 
machines  are  called  ^ar^.  In  still  lighter  goods,  a  woollen  cord  is 
stretched  between  the  swords,  and  to  it  the  upper  rib  of  the  reed 
is  tied. 
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The  regularily  of  the  cloth  depends  much  upon  the  evenness  of 
the  dents  of  the  reed,  and  if  this  is  neglected  the  warp  will  be  fre- 
quently broken,  and  the  texture  of  the  cloth  impaired. 

The  dents  ought  not  to  be  perfectly  flat,  but  thicker  in  the  mid- 
dle, and  tapering  to  either  edge.  This  not  only  diminishes  the  fric- 
tion on  the  warp,  but  will  allow  any  small  knot  or  lump  to  pass 
much  easier  without  breaking  the  thread. 

The  fineness,  or  as  it  is  called  among  weavers,  the  set  of  a  web, 
is  determined  by  the  number  of  dents  of  the  reed  in  a  given  length. 
The  reed  is  divided  into  hundreds,  and  these  again  into  five  parts, 
each  containing  twenty  dents.  A  reed  for  working  hoUands  is  con- 
sidered to  be  40  inches  in  length,  for  linen  37  inches,  and  for  cam- 
bric 34  inches ;  and  the  number  of  hundreds  contained  in  these 
respective  lengths  is  called  the  set.  It  is  probable  that  these  lengths 
owed  their  origin  to  the  breadths  of  which  it  was  customary  to 
weave  these  different  kinds  of  cloth. 

The  40  and  34  inch  reeds  are  now  very  little  used,  and  the  37 
inch,  or  linen  reed,  is  universally  adopted,  at  least  in  the  cotton 
manufru^ture.  The  cause  of  this  seems  to  be  founded  upon  con- 
sidering a  yard  of  36  inches  as  a  proper  standard,  and  as  most  kinds 
of  cloth  shrink  considerably  in  the  breadth,  the  additional  inch  is, 
no  doubt,  allowed  for  this.  But  the  shrinking  of  cloth  is  very  dif- 
ferent in  various  fribrics.  Cloth  of  a  stout,  thick  texture  requires  a 
much  greater  allowance  than  light  goods.  The  additional  quantity 
of  warp  is,  therefore,  allowed  by  the  manufacturer,  in  proportion  to 
the  quality  of  the  web,  and  thb  is  regulated  by  observation  and  ex- 
perience. 

The  length  of  the  Scotch  yard  is  37  inches,  and  it  probably  bears 
this  prc^rtion  to  the  English  yard  of  36  inches  for  a  similar  reason. 
In  Lancashire  and  the  adjoining  counties,  where  the  manu&cture 
of  cotton  goods,  chiefly  thick  fiibrics,  is  carried  to  a  very  great  ex- 
tent, a  mode  of  counting  their  reeds,  diflerent  from  any  of  those 
above  mentioned,  is  in  use. 

Their  reeds  are  divided  into  portions  of  19  dents  each,  which 
they  call  beers^  and  the  number  of  these,  contained  in  24  inches  is 
called  the  number  of  the  reed. 

TEMPLES. 

The  temples,  by  which  the  cloth  is  kept  extended,  during  the 
op^ation  of  weaving,  consist  of  two  pieces  of  hard  wood,  with 
small  sharp  points  in  their  ends,  which  lay  hold  of  the  edge,  or  sel- 
vage of  the  cloth  at  either  side. 
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The  pieces  are  connected  by  a  cord,  passing  obliquely  through 
holes  or  notches  in  each.  By  this  cord  they  can  be  lengthened,  or 
shortened,  according  to  the  breadth  of  the  web.  They  are  kept 
flat  after  the  cloth  is  stretched,  by  a  small  bar,  turning  on  a  centre. 
Their  form  will  appear  very  plainly  at  L,  in  Fig.  6 ;  one  end  is 
seen  at  L,  Fig.  7. 

CLOTH  ROLL  OR  BEAM. 

Behind  the  temples  is  the  roller  over  which  the  cloth  passes,  as 
fast  as  woven,  (this  roller  should  be  well  seasoned,  and  ttimed 
very  true,)  and  is  then  wound  on  the  cloth  beam  MM.  When  the 
warp  has  been  wrotight  up  as  near  to  the  headles  as  can  be  done 
conveniently,  the  weaver  shifts  forward  the  temples,  rolls  up  a  pro- 
per quantity  of  cloth,  which  unwinds  an  equal  length  of  warp,  then 
shifts  back  the  rods  and  headles,  until  the  latter  hang  perpendicu- 
lar, and  proceeds  with  his  weaving. 

This  is  called  drawing  a  bore  by  the  Scotch,  and  a  «n&,*  by 
Irish  linen  weavers. 

In  weaving  thick  and  bulky  fabrics  of  cloth  there  is  a  cross  beam 
of  wood  called  the  breast  beam  instead  of  the  small  roller. 

SHUTTLE  AND  QUILL. 

The  shuttle  is  made  of  well  seasoned  box  wood^  or  of  apple  tree^ 
and  tipped  with  steel  at  each  end ;  it  runs  upon  two  small  wheels 
of  iron,  or  wood,  hung  on  centres  ;  the  weft  thread,  escaping  from 
the  quill,  passes  through  a  small  eye  of  glass,  or  ivory,  inserted  in 
the  side  of  the  shuttle,  next  to  the  cloth.  Fig.  12  is  a  representa- 
tion of  both. 

Fig.  13. 


In  the  woollen  and  cotton  manufactures,  the  use  of  the  fly  shuttle 
is  almost  universal ;  but  in  the  Unen  and  silk  it  is  still  common  to 
pass  the  shuttle  through  the  warp  by  the  weaver's  hand.  The 
boxes,  drivers,  spindles,  and  other  apparatus  used  for  throwing  the 

*  So  called  from  the  weaver's  depressing  one  end  of  the  bore  stafl)  in 
drawing  off  yam  from  the  warp  beam. 
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fly  shuttle,  are  unnecessary  in  working  by  the  hand,  and  would, 
indeed,  be  encumbrances. 

OPERATION  OF  WEAVING. 

When  a  warp  has  been  properly  arranged  in  the  loom,  and  all 
the  machinery  requisite  for  weaving  it  into  cloth  has  been  added, 
the  business  of  the  operative  weaver  depends  more  upon  care  and 
attention,  than  upon  manual  dexterity.  Silk  and  woollen  warps, 
which  are  animal  substances,  require  little  preparation  after  being 
put  into  the  loom.  In  these  it  is  only  necessary  for  the  weaver, 
occasionally,  to  clear  his  warp  behind  the  rods,  and  to  pick  off,  or 
pare  away,  any  knots  or  lumps  upon  the  yam,  which  might  pre- 
sent obstructions  in  passing  through  the  headles  or  reed. 

The  clearing  of  the  warp  is  generally  done  with  a  comb,  which 
is  drawn  gently  through  it,  the  teeth  being  kept  in  an  oblique  di- 
rection, in  order  to  avoid  breaking  the  threads,  when  any  obstruc- 
tion presents  itself. 

For  the  operation  of  cleaning  the  warp,  a  pair  of  small  shears  is 
used.  This  operation  is  equally  necessary  in  warps  spun  from  the 
vegetable  substances,  jiajr  and  cotton. 

But  they  require  besides,  a  further  preparation  to  fit  them  for  the 
purpose  of  weaving  :  this  is  called 

SIZING. 

This  operation  is  justly  esteemed  of  the  first  importance  in  the  art 
of  weaving  warps  spun  from  flax  or  cotton,  and  even  in  fine  wool- 
len fiibrics  ;  for  it  is  impossible  to  produce  work  of  a  good  quality 
unless  care  be  taken  in  sizing  the  warp. 

The  use  of  this  process  is  to  ^ve  to  jrarn  sufficient  strength  or 
tenacity,  to  enable  it  to  bear  the  operation  of  weaving.  It  also,  by 
laying  smoothly  all  the  ends  of  the  fibres  which  compose  the  ra^^* 
material,  from  which  the  yarn  is  spun,  tonds  both  to  diminish  the 
friction  during  the  process,  and  to  render  the  fabric  smooth  and 
glossy.  The  substance  in  common  use  for  sizing,  is  simply  a  mu- 
cilage of  vegetable  mattor  boiled  in  water.  Wheat  flour,  and  some- 
times potatoes,  are  the  substances  commoidy  employed  for  cotton 
and  linen.  These  answer  sufliciently  well,  in  giving  to  the  yam 
both  the  smoothness  and  tenacity  required  ;  but  the  great  objection 
to  them  is,  that  they  are  too  easily  and  rapidly  affected  by  the  ope- 
ration of  the  atmosphere.  When  dressed  yarn  is  allowed  to  stand 
exposed  to  the  air  for  any  considerable  time,  before  being  woven 
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into  cloth,  it  always  becomee  hard,  brittle,  and  af^rently  inflexible. 
It  is  then  tedious  and  troublesome  to  weave,  and  the  texture  of  the 
cloth  is  rough,  wiry,  and  uneven.  This  effect  is  chiefly  the  case  in 
dry  weather,  when  the  weavers  of  fine  cloth  find  it  indispensibly 
necessary  to  have  their  yarn  wrought  up  as  speedily  as  possible, 
after  being  dressed. 

To  counteract  this  inconvenience,  herring,  or  beef  brine,  and  other 
saline  substances,  which  have  a  tendency  to  attract  moisture,  are 
sometimes  mixed  in  small  quantities  with  the  sizing :  but  this  has 
not  proved  completely  successful,  probably  because  the  proportions 
have  not  been  properly  attended  Co,  and  because  a  superabundance 
of  moisture  is  equally  prejudicial  with  a  deficiency.  Indeed,  the 
variation  of  the  moisture  in  the  air  is  so  great  and  so  frequent 
that  it  appears  difficult,  if  not  impossible,  to  fix  any  general,  not  to 
say  universal  rule,  for  the  quantity  to  be  mixed. 

It  will  appear  singular  to  weavers  in  this  country,  that  in  India,  the 
process  of  weaving  even  their  finest  musUns,  is  conducted  in  the  open 
air,  and  exposed  to  all  the  heat  of  the  climate,  which  is  intense. 

We  know  well  that  by  the  common  mode  such  would  be  imprac- 
ticable with  fine  work  in  this  country,  even  in  an  ordinary  summer 
day.  Weavers  are  obliged  to  work  in  damp  shops,  to  {Nrevent  the 
size  of  the  web  from  drying  and  hardening.  It  does  not  appear  that 
this  subject,  which  is  of  much  importance,  has,  till  lately,  attracted 
the  attention  of  scientific  men :  nor  has  it  been  treated  in  an  accu- 
rate or  philosophical  manner.  We  have,  very  recently,  been  for- 
tunate enough  to  procure  some  account  of  the  substances  which 
the  Indian  weavers  employ  for  sizing  their  warps,  and  we  gladly 
embrace  this  opportunity  of  making  it  publicly  known,  as  we  hope 
the  information  will  prove  an  important  benefit  to  the  manufac- 
turers of  this  country. 

M.  Dubue  has  lately  read  a  memoir  before  the  '  Academy  of 
Sciences  of  JRouen,^  on  the  subject  of  '  Pastes^  ^c.,'  in  which  he 
shews,  that  the  Indians  use  a  very  minute  addition  of  muriate  of 
lime*  to  render  them  retentive,  or  absorbent  of  moisture.  "  Webs," 
says  he,  ^'  sized  with  such  paste  as  is  generally  used  in  this  country, 
(France,)  may  be  woven  in  the  upper  and  drier  chambers  of  a 
house,  as  well  as  in  the  lower  and  ill  aired. 

Muriate  of  lime  may  be  obtained  at  a  very  trifling  expense  from 
those  apothecaries,  or  others,  who  prepare  water  of  ammonia. 

*  Mnruiieur  Dubue  should  have  likewise  informed  us  where  the  Indians 
procured  their  muriate  of  lime. 
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The  waste  whitening  steep  of  the  bleacher  is  merely  a  solution 
of  muriate  of  lime/' 

The  Indians  also,  accordmg  to  Forbes,  use  a  kind  of  size  which 
they  make  iirom  a  root  called  kandri. 

In  the  sizing  of  woollen  warps,  glue  is  most  commonly  used. 
When  the  warp  previously  sized  has  been  wrought  up,  as  &r  as 
can  be  conveniently  done,  the  weaver  is  obliged  to  suspend  the 
operation  of  weaving,  and  to  prepare  a  fresh  quantity  of  warp.  It 
is  necessary  to  stop  when  the  sized  warp  has  approached  within 
two  or  three  inches  of  the  back  leaf  of  the  headles,  that  room  may 
be  allowed  to  join  the  old  sizing  to  the  new.  The  first  operation  is 
to  clear  the  warp  with  the  comb,  from  the  lease  rod  to  the  yarn 
beam,  and  the  proof  that  this  operation  has  been  properly  executed 
is,  by  bringing  the  rods,  successively,  from  their  working  situation  to 
the  beam.  When  this  has  been  done,  the  two  rods  nearest  to  the 
headles,  are  drawn  out  of  the  warp,  and  the  lease  rod  only  remains. 

The  next  duty  of  the  weaver  is  to  examine  the  yam  about  to  be 
sized,  and  carefully  to  take  away  every  knot,  lump,  or  other  ob- 
struction, which  might  impede  his  progress,  or  .injure  the  cloth. 
This  being  performed,  he  proceeds  to  apply  the  substance  used  for 
sizing,  which  shoidd  be  rubbed  on  gently,  but  completely,  into  the 
whole  warp,  by  means  of  two  brushes,  used  in  succession,  one  of 
which  he  holds  in  each  hand.  He  then  raises  the  lease  rod  on  one 
edge  to  divide  the  warp,  and  sets  the  air  in  motion  by  means  of  a 
lai^e/an,  for  the  purpose  of  drying  the  warp  which  has  been  sized. 
It  is  proper  in  this  stage  of  the  operation,  to  draw  one  of  the  brushes 
lightly  over  the  warp  at  intervals,  in  order  to  prevent  any  obstruc* 
tion  which  might  arise  by  the  threads  when  agitated  by  the  &n, 
cohering,  or  sticking  to  each  other,  whilst  in  a  wet  state.  When 
the  warp  is  sufficiently  dried,  a  very  small  quantity  of  grease  (tallow) 
is  rubbed  over  it,  with  another  brush  kept  for  the  purpose,  the  lease 
rod  is  again  placed  upon  its  flat  side  and  cautiously  shifted  forward 
to  the  headles.  The  other  rods  are  then  put  again  into  their  respec- 
tive sheds,  and  the  process  is  finished. 

WEAVING. 

The  operation  of  sizing  the  warp  being  over,  the  weaver  again 
resumes  that  of  forming  the  cloth.  The  operations  required  are 
only  three ;  and  these  are  very  simple : 

1st,  Opening  the  sheds  in  the  warp,  alternately,  by  pressing 
down  the  treadles  with  his  feet. 
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2d.  Driving  the  shuttle  through  each  shed  when  opened.  This 
is  performed  b}'^  the  right  hand,  when  the  fly  shuttle  is  used,  and  by 
the  right  and  left  hand  altematdy,  in  the  common  hand  loom. 

3d.  Pulling  forward  the  lay  to  strike  up  the  weft,  and  again  push* 
ing  it  back  nearly  to  the  headles.  This  is  done  by  the  left  hand  (as 
before  stated,)  with  the  fly,  and  by  each  hand  successively  in  the 
old  way.  In  describing  operations  so  simple  and  uniform  it  is 
neither  easy  nor  necessary,  to  go  much  into  detail,  and  we  wish 
above  all  to  avoid  repetition.  It  may  be  useftil,  however,  in  this 
place,  to  notice  the  mistakes  into  which  inexperienced  weavers  are 
apt  to  fall,  and  the  defects  and  inconveniencies  which  these  oc- 
casion. 

TREADING. 

In  the  treading  of  a  web  most  beginners  are  apt  to  apply  the 
weight  or  force  of  the  foot  much  too  suddenly.  The  bad  conse- 
quences attending  this  mistake  are  particularly  felt  in  weaving  fine 
or  weak  yarn.  In  weaving,  as  in  every  other  branch  of  mechanics, 
the  resistance,  or  reaction,  is  always  nearly  as  great  as  the  moving 
power  or  force  which  it  is  necessary  to  apply.  From  this  it  follows, 
that  the  b<^y  of  the  yarn  must  sustain  a  stress,  nearly  equal  to 
the  force  with  which  the  weaver's  foot  is  applied  to  the  treadle. 

Besides  this,  every  individual  thread  is  subjected  to  all  the 
friction  occasioned  by  the  headles  and  dents  of  the  reed,  between 
which  the  threads  pass,  and  with  which  they  are  generally  in  con- 
tact in  rising  and  sinking. 

But  the  art  of  spinning  has  not  been,  as  yet,  and  probably  never 
can  be,  brought  to  such  a  degree  of  perfection,  as  to  make  every 
thread  capable  of  bearing  its  proportion  of  the  stress  equally.  It  is 
alike  confirmed  both  by  mathematical  demonstration,  and  by  prac- 
tical experience,  that  when  any  body  is  to  be  moved  with  increased 
velocity,  it  is  necessary  to  exert  greater  power  to  move  it ;  and  as 
the  resistance  increases  in  proportion  to  the  power,  this  sudden  ap- 
plication of  the  pressure  of  the  foot  to  the  treadles,  must  cause  a 
proportional  increase  of  the  stress  upon  the  warp,  and  also  of  the 
friction. 

Now  as  it  is  almost  impossible  to  make  every  thread  equally 
strong,  and  equally  tight,  those  which  are  the  weakest,  or  the 
tightest,  must  bear  much  more  than  their  equal  proportion  of  the  stress. 
This  causes  them  frequently  to  break,  even  with  the  greatest  atten- 
tion, and  more  time  is  lost  in  tying  and  replacing  them,  than  would 
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have  been  sufficient  for  weaving  a  considerable  lengUi  of  cloth. 
But  if  the  weaver,  from  inattention,  should  continue  the  operation, 
after  one,  or  more  threads  are  broken,  the  consequence  would  be 
still  worse.  When  a  thread  has  been  broken  it  no  longer  retains  its 
parallel  situation  to  the  rest,  but  crossing  over,  or  between  those 
nearest  to  it,  either  breaks  them  also,  or  interrupts  the  passage  of 
the  shuttle ;  frequently  it  does  both.  The  same  reasons  wiU  suf- 
ficiently prove  the  error  of  another  opinion,  too  common  among 
conceited  or  ignorant  weavers,  especially  the  younger  part  of  them. 
This  is,  that  a  greater  quantity  of  cloth  will  be  produced,  in  pro- 
portion as  every  motion  is  performed  with  increased  rapidity.  It  is 
unquestionably  true,  that  time  will  be  lost  by  conducting  the  opera- 
tions too  slowly :  but  it  is  equally  certain,  that  there  is  a  rate  of 
velocity,  beyond  which  it  is  improper  to  accelerate  the  motions  of  a 
loom.  What  the  precise  rate  of  this  velocity  in  hand  loom  weav- 
ing should  be,  has  not,  as  we  beUeve,  been  correctly  ascertained. 
Indeed,  it  must  vary  considerably,  according  to  the  breadth  of  the 
web,  the  skill  of  the  workman,  the  nature  of  the  fabric,  and  the 
strength  of  the  materials. 

Instead,  therefore,  of  giving  precise  rules  of  motion,  we  shall  here 
insert  a  few  calculations  of  the  quantities  of  work  which  may  be 
produced  by  uniform  and  incessant  motion,  at  rates  usually  reck- 
oned slow. 

In  a  4-4  cotton  shawl,  let  the  warp  be  1000,  and  the  weft  1200, 
it  will  follow,  that  the  shuttle  must  be  driven  2400  times  across  the 
web  to  produce  one  square  yard  of  cloth.  Now,  if  this  is  done  6C 
times  per  minute,  the  whole  will  be  completed  in  40  minutes,  sup- 
posing no  time  to  be  lost.  But  as  this  is  scarcely  possible,  allow 
one  fifth  of  the  time  to  be  occupied  in  tying  threads,  changing 
quills,  and  other  necessary  operations,  and  still  the  yard  of  cloth 
will  be  completed  in  50  minutes. 

Again,  in  a  1200  6-4  web,  {even  wefted,)  let  the  time  of  weaving 
a  yard  in  length,  be  computed  at  the  rate  of  40  picks  per  minute ; 
this,  with  the  former  aHowance  of  one  fifth  part  of  the  time  fot 
stopping,  will  be  done  in  one  hour  and  IS  minutes.  Tet  every 
experienced  weaver  will  be  satisfied  that  looms,  regularly  and  con- 
stantly kept  going  at  the  above  rates,  will  produce  more  cloth  than 
is  usually  effected,  even  by  the  most  rapid  motions. 

No  allowance  is  made  here  for  the  time  employed  in  sizing,  be- 
cause this  is  supposed  to  be  the  same  whether  the  weaving  is  per- 
fimned  quickly  (Mr  dowly. 

These  illustrations,  which  are  confirmed  by  the  practical  obser- 

12 
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vatioii  of  every  experienced  weaver,  will  be  sufficient  fer  the  present. 
The  subject  will  be  more  fully  discussed,  when  we  come  to  investi- 
gate the  methods  of  weaving  by  power. 

We  shall  then  treat  of  sizing  whole  webs  by  the  aid  of  machinery, 
and  of  the  best  rales  of  speed  adapted  for  weaving  the  various  kinds 
of  goods  to  which  power  can  be  applied. 

CROSSING  THE  SHUTTLE. 

This,  like  the  former  motion,  should  be  performed  with  a  regular 
and  uniform  velocity. 

In  every  kind  of  weaving,  and  especially  in  thin  wiry  fabrics, 
much  of  the  beauty  of  the  cloth  depends  upon  the  weft  being  well 
stretched.  But  if  the  motion  of  the  shuttle  be  too  rapid,  it  is  apt  to 
recoil,  and  thus  to  slacken  the  thread.  It  has  also  a  greater  ten- 
dency either  to  break  the  weft  altogether,  or  to  unwind  it  from  the 
quill  in  doubles,  which,  if  not  picked  out,  destroy  the  regularity  of 
the  ftibric.  The  weft  of  muslins  and  thin  cotton  goods,  is  general^ 
woven  into  the  cloth  in  a  wet  state. 

This  tends  to  lay  the  ends  of  the  fibres  of  the  cotton  smooth  and 
parallel,  and  its  effect  is  similar  to  that  of  sizing  the  warp. 

The  person  who  winds  the  weft  upon  the  quill  or  bobbin  must  be 
very  careful  that  it  be  well  built,  so  as  to  unwind  freely. 

The  best  shape  for  those  used  in  the  fly  shuttle,  is  that  of  a  cone^^ 
and  the  thread  should  traverse  freely,  in  the  form  of  a  spiral  or  screw, 
during  the  operation  of  winding. 

The  same  wheel  used  for  winding  the  warp  upon  bobbins,  is  aiso 
fit  for  winding  the  weft.  It  only  requires  a  spindle  of  a  little  dif- 
ferent shape.  The  wheel  is  so  constructed,  that  the  spindles  may 
be  easily  shifted,  to  adapt  it  for  either  purpose. 

STRIKING  UP  THE  WEPT. 

That  the  cloth  may  be  uniform  in  thickness  it  is  necessary,  that 
the  lay  should  be  brought  forward  with  the  same  force  every  time. 
In  the  common  operation  of  weaving,  this  regularity  must  be  ac- 
quired by  practice. 

*  Messrs.  Farquhar  and  Gunn  of  Glasgow,  Scotland,  make  the  best  fly- 
shuttle  bobbin  winding  machines  in  Europe,  and  particularly  for  power  looms, 
where  striped  or  checked  goods  are  woven.  These  machines  contain  from 
12  to  100  bobbins  each,  which  they  build  in  the  form  of  a  cone.  We  would 
advise  manufacturers  of  such  goods  to  procure  sample  machines  from  these 
en. 
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It  is,  however,  of  consequence  to  the  weaver,  to  mount  his  loom 
in  such  a  manner,  that  the  range  of  his  lay  may  be  in  proportion 
to  the  thickness  of  his  cloth.  As  the  lay  swings  backward  and 
forward,  upon  centres  placed  above,  its  motion  is  similar  to  that  of 
a  pendulum ;  and  the  greater  the  arc  or  range  through  which  it 
passes,  the  greater  will  be  its  effect  in  pressing  up  the  weft.  For 
this  reason,  in  weaving  coarse  and  heavy  goods,  the  headles  should 
be  himg  at  a  greater  distance  from  the  point  where  the  weft  is 
struck  up,  than  would  be  proper  in  light  work.  The  point,  or 
rather  line,  where  the  last  thread  has  been  struck  up,  is  called  by 
weavers  ihefeU. 

The  pivots  upon  which  the  lay  vibrates  ought,  in  general,  to  be 
exactly  at  equal  distances  from  a  line  drawn  perpendicular  to  the 
fell,  and  one  drawn  perpendicular  to  the  headles,  and  between  these 
two  lines.  But  as  the  fell  is  constantly  varying  in  its  situation,  (in 
hand  loom  weaving)  during  the  operation,  it  will  be  proper  to  take 
the  medium.  This  is  the  place  where  the  fell  will  be  when  a  bore 
(one  pull  of  the  warp)  is  half  wrought  up. 

From  this  the  following  conclusion  may  also  be  drawn  : 

The  bores  ought  always  to  be  short  in  weaving  light  goods  ;  for, 
the  less  the  extremes  vary  from  the  medium,  the  more  regular  will 
be  the  arc,  or  swing  of  the  lay. 

The  result  of  what  has  been  stated  above  is,  that  in  each  of  the 
three  operations  of  weaving,  the  motions  should  be  constant  and 
uniform,  and,  that  they  should  follow  each  other  in  regular  succes- 
sbn.  Butsome  observations  will  be  necessary  to  adapt  these  to  dif- 
ferent species  of  cloth. 

The  beauty  or  excellence  of  some  cloths  consists  in  the  closeness 
of  their  texture,  that  of  others  in  the  openness  and  regularity  of  the 
intervals  between  the  threads.  When  the  latter  of  these  is  required, 
the  weaver  must  vary  his  process  from  that  which  would  be  propei 
in  the  former. 

The  extreme  tightness  of  the  weft  is  a  principal  excellence  in 
open  goods,  and  is,  to  a  certain  degree,  necessary  in  the  others ;  but 
by  no  means  to  the  same  extent ;  two  alterations  are,  therefore, 
necessary  in  the  formation  of  such  fabrics.  The  first  is  in  the 
mounting  of  the  loom,  the  second,  in  the  operation. 

By  referring  to  Fig.  7  it  will  appear,  that  the  threads  of  the  warp 
pass  from  the  yam  beam  to  the  cloth  roller  upon  a  level,  or  hori- 
zontal straight  line,  consequently,  the  half  of  the  warp  which  rises 
and  the  half  which  sinks,  will  deviate  equally  from  a  straight  line, 
and  be  equally  stretched.    When  this  is  the  cam  the  threads  of 
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warp  which  pass  through  the  same  interval  in  the  reed,  w31  appear 
cloee  together  in  the  cloth  with  a  vacancy  between  them,  and  those 
next  to  them ;  which  vacancy  is  caused  by  the  intervention  of  the 
dents  in  the  reed.  But  if  the  yam  beam  is  raised  considerably 
above  the  level  of  the  headles,  the  warp  when  at  rest,  will  no 
longer  be  in  a  straight  line ;  and  when  the  shed  is  opened,  that 
half  of  the  warp  which  descends,  will  be  drawn  considerably  tighter 
than  the  half  which  rises.  Thus  each  half  will  be  slackened  alter- 
nately, and  the  consequence  of  this  is,  thcU  the  warp  spreads  in 
the  cloth,  and  the  intervals  caused  by  the  dent  of  the  reed  are  no 
longer  discemable. 

The  former  of  these  ways  o(  placing  the  loom  is  practised  in  thin 
work,  the  latter  in  thick. 

When  the  weft  has  been  thrown  across  the  warp,  if  the  fabric 
is  thiny  the  lay  is  brought  up  rcUher  before  the  shed  is  dosed,  in 
order  that  the  weft  may  be  struck  up  as  tight  or  as  stretched  as  possi- 
ble ;  but  in  weaving  thick  goods,  the  shed  is  closed  before  the  stroke 
of  the  lay  is  given. 

In  consequence  of  this,  the  threads  of  the  warp,  to  a  certain 
degree,  slacken  the  weft,  and  give  a  cloee  aiq>earance  to  the  cloth. 

In  weaving  thick  cotton  goods,  the  weft  is  inserted  in  a  wet 
state,  when  the  fabric  is  wanted  to  appear  very  close. 

It  may  now  be  proper  to  notice  the  defects  which  most  e<»nnonly 
occur  in  the  weaving  of  cloth,  and  to  explain  the  causes  ftom  which 
they  arise. 

When  fiom  any  cause,  the  weft  is  not  regularly  interwoven  with 
the  warp,  a  deficiency  must  happen  in  the  cloth,  which  is  called  by 
weavers  a  scobb  or  blotch. 

This  may  proceed  from  several  causes,  the  most  fiequent  is  some 
obstruction  in  the  warp,  which  prevents  any  portion  of  il  ftom 
riang  or  sinking  regularly  when  the  shed  is  formed ;  of  eourse^  the 
shuttle,  instead  of  passing  fairly  between  the  threads  of  the  warp, 
passes  either  over  or  under  the  portion  which  is  obstructed,  and  the 
weft  at  that  place  is  not  at  all  interwovea  with  the  warpi 

A  knot  or  lump  upon  the  warp,  if  not  picked  off,  witt  often  ob- 
struct two  or  three  threads,  and  form  a  smalt  scobb.  When  the 
weaver,  from  inattention,  continues  to  weave  aftep  a  thread  of  warp 
hae  been  broken,  it  very  frequently  crosses  between  a  number  of 
others  nearest  to  it,  and  by  obstructing  the  shed  in  that  place*  will 
cause  a  large  scobb.  Scobbs  are  also  sometimes  produced  by  the 
kiy  being  too  low  or  too  high,  but  thia  is  move  fraquent  in  weaving 
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with  the  hand  shuttle  than  with  the  fly.    In  this  ease  the  Bcobbs 
are  always  near  the  list  or  selvage  of  the  cloth. 

A  second  feult  in  cloth  is  known  among  weavers  by  the  name 
of  dijisp  or  9hire^  This  is  most  frequent  in  light  febrics,  and  is 
occasioned  hy  my  particular  thread  of  weft  not  being  struck 
up  so  close  as  the  rest.  Jisps  are  very  frequently  occasioned  by  de- 
fe^  either  in  the  construction  or  mounting  of  the  loom.  If  either 
the  yam  beam  or  cloth  b^m  be  not  tiyrn^  very  true,  jisping  wiU 
be  unavoidably^  or  if  either  the  beadles  or  the  lay  be  not  hung  paral- 
lel to  the  beamsv  th^  ^me  de^t  will  ensue.  If  the  loom  is  cor- 
redly  tnoAe  cmd  mmmtedj  the  fa%Ut  must  be  with  th^  ueaver^ 
ajad  this  k  only  to  be  surmpunted  by  attention  and  practice. 

The  other  ftmlte  in  €>|oth  generally  proceed  from  inattention  ia 
the  management  of  the  warp  or  weft.  If  threads  are  inaccurately 
drawn  through  either  the  headles  or  the  reed,  the  defect  will  be  ap- 
parent in  the  cloth. 

There  is  nothing  that  adds  more  to  the  beauty  of  cloth  of  every 
description,  and  about  which  good  weavers  are  more  solicitous,  than 
a  tight  uniform  selvage.  In  order  to  produce  this,  the  warp  must 
be  sized  even  with  greater  care  than  what  is  necessary  in  the  middle 
of  the  web.  The  tightness  of  the  weft,  also,  contributes  materially 
to  the  beauty  of  the  selvage.  It  is  sometimes  customary  to  warp  a 
few  dentfuls  at  each  selvage  with  coarser  yam  than  the  body  of  the 
web.  In  many  kinds  of  cloth,  however,  the  common  practice  is 
to  draw  the  threads  which  form  the  selvage  double.  That  is,  to 
draw  two  threads  through  each  headle. 

The  threads  which  form  the  waip  of  the  selvage  being  coarser 
than  the  rest,  and  also  being  drawn  more  towards  the  middle  of  the 
web  by  the  weft,  the  intervals  of  the  reed  through  ^Hlikh  they  pass, 
are  apt  to  be  worn  much  sooner  than  the  others.  A  weaver  should 
carefrdly  attend  to  this,  ibr  if  the  reed  is  injured,  the  work  cannot 
be  good.  When  cane  reedis  are  used,  and  when  the  webs  wrought 
in  them  are  of  one  breadth,  it  is  very  common  to  make  those  dents 
between  which  the  warp  of  the  selvages  passes,  of  brass  or  steel. 

It  is  unnecessary  to  enumerate  further,  the  defects  which  may 
occur  in  the  weaving  of  cloth, /or  no  instruction  can  altogether 
M^ppljf  the^mant  ^  ^silk^iifih  is  only  to  &e  obtaisisd  by  practical 
esffiwimcA. 

Having  finished  the  foregoing  general  account  of  the  nature  and 
pioeess  of  weaviogi^it  now  becomes  necessary  to  pay  some  attention 
to  the  ftmcy  and  ornamental  department  of  the  business.  Of 
tory  gmiK  nuuiy  descriptions  are  woven  in  the  common  k)oivi, 
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without  any  additional  apparatus,  and  with  little,  if  any,  variation 
from  the  process  of  weaving  plain  cloths.  The  extent  to  which  this 
species  of  manufacture  is  carried,  renders  it  an  object  of  very  great 
importance,  and  the  variation  in  the  operative  part  of  the  process  is 
so  small,  that  it  may  be  introduced  under  the  description  of  plain 
weaving,  with  little  violation  of  arrangement. 

As  the  thickness  of  the  texture  of  plain  cloth  depends  upon  the  pro* 
portion  which  the  fineness  of  the  yam  bears  to  the  measure  or  set 
of  the  reed,  it  follows,  that  if  yarns  of  different  degrees  of  fineness 
are  introduced  at  regular  intervads  into  the  same  web,  two  distinct 
textures,  or  qualities  of  cloth,  will  be  produced,  and  that  the  ap- 
pearance of  these  will  be  different  when  the  web  is  finished.  Yams 
of  different  colours  may  also  be  introduced,  and  when  either  of 
these  is  practised  the  goods  are  called 

STRIPES. 

Stripes  are  formed  upon  cloth  either  by  the  warp,  or  by  the  weft. 
When  the  former  of  these  ways  is  practised,  the  variation  of  pro- 
cess is  chiefly  the  business  of  the  warper,  in  the  latter  case  it  is  that 
of  the  weaver.  In  extensive  manufactories,  where  large  quantities 
of  striped  goods  of  the  same  description  are  to  be  made,  it  is  com- 
mon to  form  the  stripes  in  the  warping,  because  in  this  case,  the 
stripes  and  their  distances  from  each  other  will  be  uniform,  which 
cannot  be  always  reUed  upon  where  the  stripes  are  formed  by  the 
weft. 

In  warp  stripes,  where  the  colour  is  the  same,  and  the  difference 
is  in  the  ftibric,  the  effect  may  be  produced  either  by  using  yams  of 
different  fineness,  or  by  drawing  a  greater  quantity  of  warp  through 
a  given  number  of  beadles  or  intervals  of  the  leed,  where  the  stripes 
are  to  be  formed.  For  example,  two,  or  more  threads,  may  be  drawn 
through  the  same  headle  eye,  or  three,  or  more  headlefuls  may  be 
drawn  through  the  same  interval  of  the  reed,  or  thirdly,  if  the  stripe 
is  to  be  very  thick,  both  these  ways  may  be  adopted. 

CHECKS. 

The  patterns  of  checks  may  be  either  similar,  or  dissimilar  in  the 
warp  and  weft.  The  former  is  the  most  prevalent.  Checks,  being 
merely  combinations  of  the  two  methods  of  striping,  require  no  fur- 
ther description  ;  and  as  they  contain,  most  frequently,  a  mixture 
of  colours,  their  beauty  depends  more  upon  the  taste  and  ftmcy  of 
the  manufiBu^turer  and  the  skill  of  the  dyer,  than  upon  that  of  the 
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weaver,  whose  business  is  merely  to  make  the  doth  of  a  good 
quality^  and  insert  his  weft  according  to  the  pattern. 

Stripes  and  checks  are  manu&ctured  in  great  quantities  from  all 
the  di^erent  materials,  especially  from  woollen,  silk,  or  cotton. 
When  the  patterns  of  checks  differ  at  the  borders  from  the  middle 
or  bosom  of  the  web,  they  are  called  shawls  or  handkerchiefs.  It 
is  very  common  to  weave  these  with  borders  only,  the  bosoms  being 
left  plain ;  in  this  case  the  check  work  is  only  at  the  comers,  the 
rest  of  the  four  borders  appearing  as  stripes,  two  by  the  warp,  and 
two  by  the  weft. 

WARPING  OF  STRIPED  WEBS,  &c. 

To  compose  a  pattern  for  a  striped  web,  you  must  begin  by 
counting  the  number  of  threads  in  one  stripe,  then  take  half  that 
number,  if  it  is  two  threads  per  dent,  if  four,  take  the  fourth  of  it ; 
if  8  threads,  \y  <fec.,  which  will  give  the  number  of  dents  in  a  stripe. 
Measure  the  width  of  the  stripe,  so  as  to  ascertain  how  many  times 
it  is  to  be  repeated  in  the  breadth  of  the  web.  Multiply  the  num- 
ber of  times  by  the  dents  in  the  stripe,  and  you  will  have  the  entire 
quantity  of  dents  in  the  web.  Divide  the  number  of  threads  in  the 
web  by  80,  and  as  80  threads  is  a  porter,  you  will  thus  find  the 
number  of  porters.     The  following  example  will  explain  this  : 

Suppose  that  one  stripe  contains  100  dents  with  three  threads 
in  each,  and  that  there  are  10  stripes  in  the  whole  breadth  of  the 
web,  we  may  find  the  number  of  patterns  or  repeats  thus : 


100 

dents  in  the  stripe 

10 

repeats  or  stripes 

1000 

dents  in  the  web 

3 

threads  per  dent 

80)3000(37  (Porters)    Threadi  in 

the  web 

240 

600 

560 

40 

threads  over 

By  this  we  see  that  3000  threads  give  37^  porters,  40  threads 
being  half  a  porter. 
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TWEEUNG. 


TWEELED  CLOTH. 


This  species  of  weaving  derives  its  name  from  the  French  word 
touaiUe^  and  is  generally  confined  to  thick  fabrics. 

In  analyzing  the  texture  of  plain  cloth,  it  has  been  shown,  that 
every  thread  of  the  warp  and  of  the  weft  crods  each  other  at  right 
angles,  and  are  tacked  together  alternately.  This  is  not  the  case 
in  tweeling,  for  in  this  branch  of  weaving  only  the  third,  fourth, 
fifth,  sixth,  d&c.  threads  cross  each  othef.  Tweeled  cloths  are  pro- 
duced of  many  difierent  kinds.  In  the  coarsest  species  every  third 
thread  is  crossed,  and  this  is  commonly  called  the  blanket  tweel,  in 
finer  fabrics  they  intersect  each  other  at  intervab  of  4,  5,  6,  7,  or  8 
threads,  and  in  some  silk  stufls  the  crossing  does  not  take  place 
until  the  l6th  interval,  which  is  denominated  the  full  satin  tweel. 

Before  proceeding  further  it  may  be  prqper  to  explain  what  is 
known  among  weavers  by  the  appellation  of  flushing.  When  any 
thread  or  portion,  whether  of  warp  or  weft,  is  not  regularly  inter- 
woven in  the  cloth,  as  in  plain  weaving,  that  thread  or  portion 
of  threads  is  said  to  be  flushed.  By  referring  to  the  following 
Figs,  this  will  be  more  clearly  illustrated. 

Pig:  13. 


In  Fig.  13,  which  is  referred  to  as  a  specimen  of  plain  cloth,  as  it 
would  appear  when  viewed  through  a  microscope,  the  intersections 
of  the  threads  are  evidently  alternate. 
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Fig.  14  may  be  considered  as  a  representation  3f  tweeled  cloth, 
upon  the  same  principle  that  Fig.  13  represents  plain.  This  fig. 
will  show  that  the  same  thread  of  weft  remains  flushed  or  disen- 
gaged from  tlie  warp  while  passing  over  three  threads,  and  is 
tacked  down  by  passing  under  the  fourth.  Now,  were  this  cloth 
turned  upside  down,  the  same  appearance  would  take  place  in  the 
warp.  That  is  to  say,  every  fourth  thread  of  the  warp  would  be 
interwoven  with  the  weft  and  the  remaining  three  threads  would  be 
flushed.  An  inspection  of  the  Fig.  will  also  convince  the  reader, 
that  the  threads,  both  of  the  warp  and  weft,  are  interwoven  at 
regular  intervals. 

To  produce  these  efiects  a  number  of  leaves  of  beadles  are  re- 
quired, equal  to  the  number  of  threads  contained  in  the  interval  be- 
tween each  intersection,  inclusive.  Thus,  when  every  third  thread 
is  to  be  interwoven,  three  leaves  are  required ;  if  every  sixth  thread, 
six  leaves  will  be  necessary ;  and  so  of  all  the  others.  For  this 
reason,  the  difierent  species  of  tweels  are  distinguished  by  the  num- 
ber of  leaves  which  are  requisite  in  weaving  them,  as  a  four,  five, 
or  six  leaf  twed,  ice.  The  specimen  in  Fig.  14  is  a  four  leaf 
tweeL 

Tweeling  is,  in  many  instances,  applied  to  the  weaving  of 
cloths  which  require  a  great  portion  of  strength,  thickness,  and 
durability. 

In  the  silk  manufacture  tweeUng  is  very  common.  Sometimes  it  is 
employed  for  the  sake  of  strength,  but  more  frequently  for  the  dis- 
play of  colour.  In  the  woollen,  strength  is  the  general  object,  and 
in  the  cotton  it  is  most  commonly  the  same. 

It  may  be  necessary  in  this  place  to  enquire  into  the  causes 
which  render  tweeled  cloths  stronger  than  plain,  and  to  ascertain 
tlie  difierence. 

In  80  fru*  as  the  strength  of  tweeled  cloths  depends  solely  on  the 
mode  of  weaving,  that  strength  will  be  rather  diminished  than  in- 
creased, when  compared  with  plain  cloth,  containing  an  equal 
quantity  of  similar  materials.  For  in  the  texture  of  plaui  cloth 
every  thread  is  alternately  interwoven,  while  in  that  of  tweels  they 

13 
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are  only  interwoven  at  intervals.  Now,  in  the  latter  case,  the 
threads  can  derive  no  mutual  support  from  each  other,  except  at 
the  intervals  where  they  are  interwoven,  and  that  part  of  them 
which  is  flushed  must  depend  entirely  on  the  strength  of  the  indi- 
vidual threads,  those  of  the  warp  being  flushed  upon  one  side,  and 
those  of  the  weft  upon  the  other. 

The  following  inference  will  naturally  arise  from  this :  let  two 
webs  of  equal  length,  breadth,  quantity,  and  fineness  of  yarn., 
be  woven  ;  let  the  first  be  plain  and  the  second  tweeled,  and  their 
strength  ought  to  be  the  same.  But  if  by  strength^  we  understand 
that  property  which  o|qpoees  the  most  efiectual  and  most  continued 
resistance  to  the  decay  of  cloth,  from  common  wearing,  the  tweeled 
web  (if  equally  used)  would  be  in  tatters  long  before  the  plain  one 
would  be  materially  injured.  This  is  the  idea  commonly,  although 
inaccurately,  attached  to  the  word  strength  when  applied  to  the 
texture  of  cloth  ;  and,  indeed,  the  above  remark  will  not  be  found 
universally  true,  for  the  durability  of  cloth  exposed  only  to  common 
wearing,  depends  partly  upon  its  strength,  and  partly  upon  its  flexi- 
bility. 

It  is  not,  therefore,  in  the  efiect  of  the  mechanical  operation,  but 
in  the  fiicility  of  combining  a  greater  quantity  of  materials  in  the 
same  space,  which  this  mode  of  weaving  aflbrds,  that  we  are  to 
look  for  superior  strength  or  durability.  This  may  be  easily  illus- 
trated :  when  the  shed  of  any  web  is  opened,  every  thread  of  warp, 
either  above  or  below  the  thread  of  weft,  will  oppose  a  certain  re- 
sistance to  the  operation  of  the  reed  in  driving  the  weft  thread  home, 
and  the  sum  of  all  these  will  be  the  -total  amount  of  resistance. 
Now,  in  plain  weaving,  as  before  stated,  every  thread  is  alternately 
interwoven,  and  therefore,  opposes  its  portion  of  resistance  ;  whereas, 
in  a  fimr  leaf  tweel  every  fourth  thread  only  is  intersected,  and 
of  course,  less  resistance  is  giveu.  The  ratio  of  resistance,  there- 
fore, will  be  inversely,  in  proportion  to  the  number  of  leaves  of 
beadles  in  the  tweel. 

In  the  warp  the  friction  on  the  reed  will  be  diminished,  in  the 
same  proportion ;  for  each  warp  thread,  instead  of  changing  its 
place  every  time  the  weft  thread  crosses,  changes  only  once  every 
four  times  ;  consequently,  much  more  warp  may  be  crowded  into 
the  same  space  than  could  be  done  in  plain  weaving. 

Prom  the  above  we  may  safely  deduce,  that  the  strength  or  dura- 
bility of  a  tweeled  web,  will  be  somewhat  less  than  the  proportion 
of  materials  it  contains  will  be  to  that  of  a  plain  web,  supposing 
each  to  be  of  equal  strength  and  quality. 
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But  when  the  ikbric  is  very  dose,  tweeled  cloth  possesses  another 
advantage  over  plain  in  point  of  durability.  When  the  warp  of 
plain  cloth  is  very  much  crowded  in  the  reed,  and  the  weft  driven 
very  closely  up,  the  threads,  in  order  to  cross  each  other  alternately, 
must  deviate  very  considerably  from  a  straight  line,  whereas,  when 
woven  they  become  serpentine.  This  renders  the  cloth  very  liable 
to  be  easily  cut  or  chafed,  especially  when  composed  of  hard  and 
comparatively  inflexible  materials,  such  as  flax ;  and  the  defect  is 
chiefly  observable  in  stout  linens.*  But  in  tweeled  cloth,  as  the 
threads  only  cross  at  intervals,  the  deviation  from  the  straight  line 
is  much  less,  and  the  flexibility  of  the  cloth,  of  course,  much  greater. 

The  same  general  remarks  which  have  been  given  in  the  first 
section,  apply  almost  equally  well  to  the  operations  of  the  weaver 
in  all  descriptions  of  work.  The  varieties  consist,  chiefly,  in  the 
modes  of  arranging  the  loom,  so  as  to  enable  the  weaver  to  produce 
the  desired  effect 

MOUNTING  OP  LOOMS  FOR  TWEELING. 

As  almost  every  variety  of  fancy  weaving  is  produced  by  the 
order  and  succession  in  which  the  weft  is  interwoven  with  the  warp, 
the  principal  difference  in  mourUing  the  looms  is  in  the  number 
and  arrangement  of  the  leaves  of  the  headles,  and  the  apparatus 
for  moving  them.  In  weaving  plain  cloth,  the  jacks  represented  in 
Fig.  8,  at  FF,  answer  the  purpose  sufficiently  well,  because  the 
raising  and  sinking  of  every  thread  is  alternate.  But,  in  the  weav- 
ing of  tweels  and  many  other  kinds  of  ornamental  and  fancy  cloth, 
the  number  of  leaves  is  generally  greater,  and  these  are  to  be  raised 
and  sunk  successively,  or  not,  as  the  nature  of  the  case  may  re- 
quire. It  is  therefore  necessary,  that  the  mounting  of  the  loom 
should  be  adapted  to  the  purpose  for  which  it  is  intended,  and  as 
the  succession  of  working  the  headles  by  means  of  the  treadles  may 
frequently  vary,  the  mounting  which  connects  every  leaf  with  the 
treadle,  and  from  which  its  motion  is  derived,  must  be  such  that  the 
leaf  may  be  raised  or  sunk  independent  of  all  the  others.  A  repre- 
sentation of  the  mechanism  used  for  this  purpose,  by  many  skilful 
weavers,  will  be  found  in  Fig.  15. 


*  The  earliest  mention  of  flax  by  any  author  ocears  in  the  account  of  the 
plague  of  hail,  which  devastated  Lower  Egypt,  (Ex.  ix.  31.)  The  Prophet 
laaiah  (xix.  9.)  alludes  to  the  linen  manufacture  as  one  of  the  chief  employ- 
ments of  the  Egyptians. 
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Fig.  15. 


I 
F 


4SAB  13 

In  this  figure  foiwr  leaves  of  the  headles  are  represented  at  C, 
perpendicularly  above  which  are  f(](UT  levers,  moving  upon  centres 
at  B.  From  one  end  of  each  of  these  levers  at  A,  a  leaf  of  the 
headles  is  suspended  by  the  two  oblique  pierced  cords  :  these  cords 
meeting  below  the  lever,  continue  as  a  single  cord  to  pass  through 
a  groove  in  its  end,  and  are  then  made  fast  to  it  Below  the  headles 
are  two  sets  of  marches  or  levers,  consisting  of  four  each,  which 
are  moveable  at  the  centres  F  and  I.  The  long  marches  are  dis- 
tinguished by  the  letter  E,  the  short  by  G.  Each  of  the  four  long 
marches  is  connected  with  the  end  of  the  corresponding  top  levers 
at  D,  each  short  march  is  connected  with  the  lower  shaft  of  the 
leaf  of  the  headles  to  which  it  is  to  give  motion. 

Now,  as  each  of  these  marches  is  connected  with  one  leaf  of  the 
headles,  it  follows,  that  if  a  long  march  is  puUed  down,  the  leaf  will 
rise  ;  if  a  short  is  pulled  down,  the  leaf  will  sink. 

This  will  be  apparent,  when  it  is  considered  that  the  cords  below 
form  a  direct  connexion  between  the  lower  headle  shafts  and  the 
short  marches.  Of  course,  when  one  of  the  latter  is  pulled  down, 
those  of  the  former,  with  which  it  is  connected,  must  sink  also. 
But  the  motion  communicated  from  the  long  marches  to  the  upper 
shafts  is  reversed  at  the  centre  of  the  top  levers  ;  for  when  the  end 
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D  is  pulled  down,  the  end  A  will  rise,  and  the  corresponding  headle 
leaf  will  be  pulled  up.  These  top  levers  are  known  among  weavers 
by  the  name  of  coupers. 

The  arrangement  of  this  apparatus,  although  very  simple,  ought 
to  be  carefully  studied  by  those  who  are  not  conversant  with  the 
practice  of  weaving,  for  it  is  very  generally  used,  in  almost  every 
species  of  ornamental  work.  The  ends  of  the  top  levers  or  coupers 
at  A,  which  contain  the  grooves  for  the  suspending  cords,  ought  to 
be  segments  of  a  circle,  the  radius  of  which  is  equal  to  the  distance 
of  the  groove  from  the  centre  of  motion  at  B,  in  order  that  the  pull 
may  be  uniformly  perpendicular.  The  distance  of  the  centre  B 
from  the  end  D  is,  generally,  made  twice  as  great  as  that  from  A  to 
B,  for  otherwise  the  long  marches  would  communicate  too  great  a 
range  of  motion  to  the  rising  headles.  If  greater  accuracy  is 
wanted,  the  ranges  of  the  different  levers,  and  the  ratio  which  they 
bear  to  each  other,  may  be  calculated  by  the  same  rules  which 
apply  to  all  other  motions  communicated  by  means  of  levers,  and 
these  are  explained  in  almost  every  elementary  treatise  upon 
mechanics. 

When  the  connections  between  the  headles  and  marches  have 
been  formed,  agreeably  to  the  above  description,  it  is  only  necessary 
to  arrange  the  treadles,  and  to  connect  each  with  the  marches  which 
it  is  intended  to  move. 

It  is  a  common  rule  in  fancy  weaving,  that  every  individual 
treadle  should  be  connected  with  all  the  leaves  of  the  headles,  for 
the  purpose  of  raising  some  and  sinking  the  rest.  Some  exceptions 
to  this  rule  however,  occur ;  but  these  are  few,  and  will  be  particu- 
larly noticed,  when  the  cases  to  which  they  relate  are  being  inves- 
tigated. 

The  connecting  cords  between  the  marches  and  treadles  are  ap- 
plied in  the  manner  proper  for  weaving  a  web  which  may  be  tweeled 
or  plain.  This  kind  of  mounting  is  often  used  for  cloths  in  lohich 
the  ground  is  woven  plain,  and  stripes  tweeled  by  the  weft,  occa- 
sionally  introduced.  If  the  figure  is  carefully  examined,  the  con- 
nection of  each  treadle  with  the  marches  may  be  easily  distinguished 
by  comparing  the  lines  which  reiMresent  the  cords,  with  the  descrip- 
tion which  will  be  afterwards  given. 

But  previous  to  this,  it  may  be  useful  to  explain  the  mode  of  draw- 
ing plans  upon  paper  to  direct  the  weaver  in  drawing  his  warp 
through  the  headles,  and  of  applying  the  cords  by  which  these 
headles  are  to  be  worked ;  these  plans  are  generally  called  the 
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DRAUGHT  AND  CORDING. 

Plans  of  this  description  may  be  considered  as  horizontal  sections 
of  a  loom,  for  the  purpose  of  showing  the  headles  and  treadles. 
Although  the  treadles  of  a  loom  are  placed  directly  under  the  hea- 
dles, it  is  usual  to  represent  them  at  one  side,  upon  the  paper,  or 
draught,  for  the  sake  of  easier  reference  from  the  one  to  the  other. 

Fig.  16. 


F5g.  17. 


Figs.  16  and  17,  are  representations  of  tweels  of  four  leaves,  and  as 
the  fabric  of  tweeled  cloth  is  generally  thick  and  close,  they,  being 
on  a  large  scale,  will  convey  a  clear  idea, of  its  appearance,  as  they 
are  designed  to  give  an  accurate  representation  of  the  intersections 
of  the  threads.  If  we  suppose  that  the  warp  of  a  tweeled  web  is 
of  white  yarn,  and  that  the  weft  is  black,  Fig.  16  will  convey  a 
correct  idea  of  the  appearance  of  the  upper  side  of  a  web  when 
woven  in  a  loom  mounted  with  four  leaves  of  headles,  every  fourth 
leaf  being  raised  and  three  sunk ;  and  Fig.  17  will  represent  the 
appearance  of  the  under  side  of  the  same  web  ;  for  in  Fig.  17  the 
white  warp  appears  flushed,  and  in  Fig.  16  the  black  weft  is  flushed. 
Now,  were  the  cording  reversed,  that  is  to  say,  were  three  leaves  to 
rise  and  one  to  sink  when  each  treadle  is  pressed  down,  the  effect 
would  be  quite  the  same,  excepting  that  the  upper  side  would  then 
b^  flushed  by  the  weft,  as  in  Fig.  16  and  the  under  by  the  warp,  as  in 
Pig.  17.  This  reversing  of  the  flushing,  which  may  be  effected  by 
additional  mounting,  is  the  principle  upon  which  the  ornamental 
figures  upon  many  kinds  of  tweeled  cloth  depends. 
We  shall  have  occasion  to  treat  of  this  hereafter. 
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ARRANGEMENT  OF  TREADLES. 

When  a  great  number  of  treadles  are  necessary  to  produce  any 
effect,  it  will  be  obviously  the  best  way  to  arrange  them  in  the  suc- 
cession in  which  they  are  to  be  pressed  down  by  the  weaver's  foot,  or 
feet,  when  this  is  practicable.  For  if  some  regular  order  be  not 
adopted,  the  weaver  will  frequently  be  apt  to  mistake  the  treadle 
and  press  down  a  wrong  one.  In  heavy  fabrics,  where  great  pawer 
must  be  applied,  the  weaver  is  generally  obliged  to  use  both  his  feet 
on  the  same  treadle,  as  well  as  the  whole  weight  of  his  body.  In 
this  case  it  is  common  to  place  the  treadles  in  regular  succession 
from  right  to  left,  as — 

6—6— 4— 3— 2—1. 

But  when  the  fabric  is  lighter,  and  when  the  pressure  of  one  foot 
is  sufficient,  it  will  be  more  convenient  to  arrange  the  treadles  so  that 
the  right  and  left  foot  may  be  applied  alternately,  without  crossing 
each  other.  When  this  is  the  case,  the  weaver,  while  treading  with 
one  foot,  has  sufficient  time  to  shift  the  other  to  the  next  treadle, 
without  impeding  the  operation.  This  naturally  leads  us  to  com- 
.  mence  our  succession  at  the  centre,  and  to  place  the  succeeding 
treadles  alternately  upon  each  side,  as — 

6—3—1—2—4—6. 

In  this  case  the  treadles  I,  3,  and  5  wiU  be  wrought  by  the  left 
foot,  and  the  treadles  2,  4,  and  6  by  the  right ;  and  by  applying 
the  feet  alternately,  the  treadles  from  1  to  6  will  be  wrought  in  the 
regular  order  adopted  in  the  elevation  Fig.  16. 

In  Fig.  16,  four  treadles  are  required  for  the  tweel  and  two  for 
working  the  web  plain.  The  former  are  distinguished  by  numbers, 
the  latter  by  the  letters  AB, 

In  all  the  plans  given  it  is  to  be  understood  that  when  two  trea- 
dles are  applied  for  the  purpose  of  working  the  web  plain,  these 
treadles  are  always  distinguished  by  the  letters  AB.  All  treadles 
for  the  fancy  part  are  distinguished  by  numbers,  and  the  placing 
of  these  numbers  gives  the  order  in  which  the  treadles  ought  to  be 
wrought.    Fig.  18 

Pig.  18. 


1 
2 

3 

4 
5 


54321  1         2        3 


Digitized  by  VjOOQIC 


104  THE    ART   OF    WEAVING. 

shows  the  draught  and  cording  of  a  loom,  mounted  for  workmg  a 
tweel  consisting  of  five  leaves  of  headles.  The  only  difference  be- 
tween this  and  the  four  leaf  tweel  is  in  the  number  of  the  leaves 
and  treadles.  The  drawing  of  the  warp  through  the  headles  pro- 
ceeds in  the  same  regular  succession  from  right  to  left,  and  the  trea- 
dles are  arranged  in  the  same  order.  In  Fig.  18,  five  of  the  lines 
which  represent  the  threads  of  the  warp  are  connected  by  each 
cross  line,  five  threads  therefore  are  to  be  drawn  through  each  in- 
terval of  the  reed.     Fig.  19 

Pig.  19. 


represents  a  kind  of  ornamental  tweel,  produced,  merely,  by  revers- 
ing the  order  in  which  the  warp  is  drawn  through  the  headles. 
The  plan  for  drawing  and  cording  a  web  of  this  description  will  be 
found  by  referring  to  Fig.  20. 

Vig.  20. 


Fig.  2C  _  ^  ,  ling  is  re- 

versed in  the  draught,  in  a  way  similar  to  that  shown  in  Fig.  19. 
Stripes  of  this  kind  are  called  by  weavers  herring  bones,  from  their 
resemblance  to  the  back  bone  of  that  native  of  the  deep.  The 
draught  and  cording  will  appear  by  inspection,  if  the  explanations 
already  given  are  frilly  imderstood. 

We  have  hitherto  considered  all  the  threads  of  warp  in  tweeled 
cloth,  as  interwoven  in  progressive  succession,  for  the  sake  of  ren- 
dering the  general  principle  of  tweeling  more  obvious  to  those  pre- 
viously unacquainted  with  this  branch  of  weaving.  When  tweels 
do  not  exceed  four  leaves,  this  arrangement  is  always  adopted,  but 
when  a  greater  number  of  leaves  is  used,  a  kind  of  alternate  suc- 
cession is  esteemed  preferable :  this  is  called  by  weavers 
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BREAKING  THE  TWEEL. 

When  a  twed  consasts  of  many  leaves,  tht  flushing  of  both  VMOrp 
and  weft  would  be  so  great,  that  the  intervals  between  the  points 
at  which  they  are  interwoven  woald  necessarily  be  very  flimsy,  (as 
in  many  kinds  of  French  fancy  vestings)  and  the  fabric  very  un- 
equal. To  obviate  this  inconvenience,  the  broken  tweel  is  used. 
The  same  mounting  by  which  a  regular  tweel  is  wrought,  will  also 
work  a  broken  tweel  by  treading  in  different  succession.  But  this 
would  derange  the  order  of  the  treadles,  and,  as  mentioned  before, 
might  be  productive  of  many  mistakes.  Weavers  therefore  prefer 
placing  the  cording  so  that  the  regular  succession  of  the  treadles 
may  be  preserved,  while  the  effect  of  the  broken  tweel  is  at  the 
same  time  produced.  An  example  of  each  of  these  follows  :  The 
first,  Fig.  21, 

Fig.  31. 
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is  a  plan  for  mounting  a  loom,  so  as  to  produce  both  plain  and 
tweeled  cloth  at  the  same  time.  Such  plans  are  generally  adopted, 
when  it  is  requisite  to  weave  webs,  the  grounds  of  which  are  to  be 
fdain,  and  the  stripes  tweeled  by  the  warp.  Two  treadles  are  added, 
to  enable  the  weaver  to  work  the  whole  febric  plain,  if  necessary. 
If  not  required,  the  two  plain  treadles  A  B  may  be  omitted.  In 
this  plan,  the  leaves  1,  2,  3  and  4  contain  that  portion  of  the  warp 
which  is  to  form  the  tweeling  or  stripes,  the  leaves  A  B,  that  por- 
turn  which  is  to  form  the  ground  or  intervals.  An  examination  of 
the  mode  of  appljring  the  cording  will  evince  that  when  the  treadles 
1,  2,  3  and  4  are  pressed  down  in  the  order  of  the  numbers,  the 
tweeling  leaves  1,  2,  3  and  4  will  rise  successively,  and  the  plain 
leaves  A  B  alternately.  The  draught  of  the  warp  through  the 
reed,  as  denoted  by  the  cross  lines,  is  here  adapted  to  the  purpose  of 
rendering  the  tweeled  stripes  more  close  and  compact  than  the  plain 
ground ;  for  of  the  former  four  threads  pass  through  each  interval, 

14 
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and  of  the  latter  only  two.  But  if  the  whole  is  to  be  wrought 
plain,  occasionally,  the  entire  warp  should  be  equally  drawn  through 
both  the  headles  and  reed.  This  case  very  rarely  occurs.  Fig.  22 
is  a  plan  of  a  plain  and  tweeled  stripe,  and  Fig.  23  is  its  draught 
and  cording. 

Pig.  38. 


Fig.  23. 


Fig.  24  is  a  regular  five  leaf  tweel,  the  same  as  Fig.  18.  Fig. 
26  is  the  same  tweel  broken  ;  and  the  succession  of  the  treading, 
to  produce  either  the  regular,  or  broken  tweel,  is  expressed  by  the 
numbers  annexed  to  each. 

Fig.  84.  Fig.  25. 


The  above  example  will  sufficiently  show  the  two  ways  of  tweel- 
ing :  and  also  that  the  whole  difference  in  the  cording  is  solely  to 
preserve  a  regular  order  in  the  treadles.  The  same  succession  of 
treading  which  breaks  the  tweel  in  Fig.  25,  restores  its  regularity 
in  Fig.  24.  In  these,  and  the  following  examples,  each  interval 
between  the  lines  denotes  a  leaf  of  the  headles.  Numbers  are  used 
to  show  the  order  and  succession  in  which  the  threads  are  drawn, 
and  the  dark  squares  denote  the  raising  cords  ;  which  squares  we 
prefer  to  use  instead  of  cyphers,  as  they  are  more  like  design  paper. 
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Fig.  26. 


is  a  specimen  of  the  effect  and  appearance  of  a  five  leaf  tweel, 
broken  in  this  way,  as  viewed  on  the  side  where  tlie  warp  is  flushed. 
In  the  same  way,  tweels  of  six,  and  seven  leaves  are  drawn  and 
mounted.     The  following  are  examples  of  each  : 

SIX  LEAP  TWEELS. 

Fig.  27.  Fig.  aa 

Regular.  Broken. 


R.  _  _ 

B.   643531  R.642531 

SEVEN  LEAF  TWEELS. 

lilg.  29.  Fig.  30. 

Regular.  Broken. 


R. 

B.    6427531  R.6427531 

These  examples  will  show  the  manner  of  forming  the  alternate 
cyr  broken  tweel.  It  is  to  be  observed  that  the  cording  may  be 
adapted  in  various  ways,  and  the  tweel  broken  in  several  places, 
according  to  the  discretion  of  the  weaver.  When  the  number  of 
leaves  will  admit  of  it,  the  succession  should  be  made,  as  nearly  as 
possible,  at  equal  intervals.  For  example,  in  the  broken  tweel  of 
six  leaves,  (shown  in  Fig.  28,)  all  the  leaves  ought  to  follow  each 
other  in  succession,  passing  one  leaf  between  each  until  you  come 
to  the  sixth  treadle,  but  as  the  first  treadle  immediately  foUows  the 
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sixth  in  repeating  the  operation,  there  will  be  no  interval  there ;  and 
the  effect  of  these  two  leaves  will  be  that  of  a  regular  tweel,  while 
all  the  rest  give  that  of  a  broken  tweel.  There  is  also  an  interval 
of  two  leaves  between  the  intersection  produced  by  the  third  and 
fourth  treadles. 

This,  however,  cannot  be  avoided  in  working  with  six  leaves ;  this 
number,  therefore,  although  given  as  an  illustration,  ought  to  be 
avoided  in  practice.  The  five  leaf  tweel  also,  though  much  used, 
has  an  interval  of  two  leaves  between  the  third  and  fourth  treadle. 

When  eight  leaves  are  employed,  the  succession  in  breaking  the 
tweel  is  different,  and  disposes  the  warp  at  intervals  more  perfectly 
than  any  tweel  that  can  be  formed  by  a  smaller  number  of  leaves. 

In  all  the  former,  the  interval  is  formed  by  passing  one  leaf  be- 
tween every  two  until  the  whole  are  corded,  but  in  the  eight  leaf 
tweel  two  leaves  are  omitted,  and  the  third  has  the  raising  cord  ap- 
plied, as  will  be  seen  by  the  following  example,  Fig.  31. 

EIGHT  LEAF  DABiASK  TWBEL,  OR  HALF  SATIN. 
F^.  SI. 


It  is  unnecessary  to  give  further  explanation  of  the  eight  leaf 
tweel,  because  it  proceeds  exactly  like  those  already  given ;  besides, 
with  so  many  leaves,  regular  tweeling  is  seldom  used.  By  examin- 
ing this  cording  it  will  appear,  that  the  intervals  by  which  the  tweel 
is  broken  are  perfectly  regular,  for  the  first  treadle  succeeds  the 
eighth  at  the  same  interval  as  all  the  others. 

It  is  to  be  observed  of  satin  tweels,  that  some  are  perfect  in  re- 
spect to  the  intervals  at  which  the  leaves  can  be  raised,  and  others 
are  imperfect.  When  the  leaves  can  be  raised  regularly  at  in- 
tervals of  one,  two  or  more  from  each  other,  the  tweel  is  said  to  be 
perfect ;  but  imperfect  when  the  number  of  leaves  does  not  admit 
of  this  arrangement  The  lowest  tweel  that  can  be  broken  is  that 
of  four  leaves,  which  is  usually  called  the  gatinett  tweeL 

The  last  qpecimen  of  common  tweeb  which  we  shall  give,  is  (hat 
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of  sixteen  leaves,  and  is  only  to  be  found  in  «ome  of  the  very  fine 
Chinese,  Italian,  French  and  English  silk  fabrics.  Here  the  tweel 
18  broken  by  omitting  four  leaves  and  cording  the  fifth. 

SIXTEEN  LEAF,  OR  FULL  SATES  TWEEL. 


Fig.  32. 
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Having  finished  our  observations,  for  the  present,  on  this  part  of 
our  suloject,  and  given  such  examples  as  appear  necessary  to  con- 
vey a  sufficient  knowledge  of  the  principles  of  common  tweeling, 
<tf  the  varieties  of  which  it  is  susceptible,  and  of  the  machinery  re- 
qiiiske  for  weaving  die  various  kinds,  our  next  object  is  to  investi- 
gate the  means  by  which  looms  are  adapted  to  the  weaving  of 

TWEELBD  8TRIPB8. 

In  the  references  to  Figs.  16  and  17,  the  flushing  upon  tweeled 
ck)th  has  been  explained.  On  one  side  the  warp  is  flushed^  en  the 
ether  the  weft.  Most  kinds  of  fancy  tweeled  stripes  are  produced 
by  the  application  of  this  principle. 

Stripes  upon  tweeled  ck>th  differ  from  those  upon  plain  in  the 
following  respects :  tweeled  stripes  may  be  formed  without  any  dis- 
tinction in  the  fineness  of  the  warp ;  nor  do  they  require  super- 
numerary threads  to  be  drawn  either  through  the  headles  or  the 
reed,  it  is  only  requisite  io  flush  the  warp  and  weft  alternately. 

The  examples  necessary  to  illustrato  this  are  upon  the  scale  of  a 
five  leaf  tweel ;  for  the  same  principle  will  apply  to  any  number 
of  leaves  used  for  tweeling. 
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FIVE  LEAP  TWEEL  STRIPE. 


Pig.  33. 
Regular  and  Revened.* 


The  above  is  a  specimen  of  a  stripe  upon  ten  leaves  of  beadles, 
five  of  which  flush  the  warp  and  five  the  weft. 

This  stripe  is  produced  by  two  sets  of  leaves,  consisting  of  five 
each.  The  cording  of  the  back  set  is  exactly  the  same  as  the  regu- 
lar five  leaf  twecl,  already  described  in  Fig.  18  (which  see ;)  that  of 
the  front  set  is  the  same  reversed  ;  in  the  back  set  there  are  five  raising 
cords  which  raise  one  leaf  successively,  while  all  the  rest  sink,  and 
there  are  also  five  sinking  cords,  as  indicated  by  the  blanks,  which 
sink  one  leaf  successively,  while  all  the  rest  rise  as  in  the  firont  set 
By  this  arrangement  the  back  set  flushes  the  weft,  the  other  the  warp. 
The  stripe  is  formed  by  drawing  a  portion  of  the  warp  through  one 
set  of  leaves,  then  another  portion  through  the  other  set,  and  so  on 
alternately,  according  to  the  pattern  of  the  stripe,  which  may  be 
regulated  by  fancy. 

It  is  usual  in  this  species  of  tweeling  to  invert  the  order  of  raising 
the  leaves  of  the  two  sets ;  for  it  will  be  obvious,  that  when  the 
treadles  are  worked  in  the  order  from  right  to  lefi,  the  back  leaves 
will  rise  in  succession  from  one  to  five,  and  the  front  leaves  will 
sink  in  an  inverted  succession  from  6  to  1. 

If  a  broken  tweel  is  preferred,  the  leaves  are  corded  exactly  as  in 
common  tweeling,  one  set  rising,  the  other  sinking.  The  foUow- 
ing  example  will  be  sufficient : 


*  When  one  headle  is  liiled  out  of  every  ^ve^  in  regular  succeaeion,  the 
tweel  is  said  to  be  regular;  and,  when  four  are  lifted  out  of  every  five,  it  is 
called  recerted.  In  the  former  case,  four  fifVhs  of  the  wed  show  on  the  upper 
side  of  the  cloth ;  and,  in  the  latter,  four  fi(\hs  of  the  warp.  This  explanation 
we  give  merely  as  an  example,  for  these  terms  are  applied  to  tweels  of  any 
number  of  leaves.    Fig.  33.  shoivs  the  tweel  regular  and  reverted. 
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FIVE  LEAF  TWEEL  STRIPE. 

Pig.  34. 
Broken  and  ReTened. 


ill 


5    4     3     2    1 

All  tweded  stripes  are  mounted  upon  the  same  principle.  Any 
number  of  leaves  may  be  adopted,  as  in  common  tweeling.  The 
patterns  depend  entirely  upon  the  succession  of  drawing  the  warp 
through  the  leaves  of  the  headles,  and  may  be  varied  almost  to 
infinity. 

TURNED  OR  REVERSED  TWEELING. 

In  all  the  regular  and  broken  tweels  the  greatest  proportion  of 
the  weft  is  thrown  to  one  side  of  the  doth,  and  of  the  warp  to  the 
other.  In  a  five  leaf  tweel,  for  example,  if  the  warp  were  one 
eoUntr  and  the  weft  another,  and  as  there  is  always  one  leaf  raised 
and  four  sunk,  it  will  follow,  that  four  fifths  of  the  weft  will  appear 
on  the  upper  side  of  the  cloth  and  four  fifths  of  the  warp  below. 
But,  were  the  plan  of  this  cording  reversed,  four  fifths  of  the  warp 
would  be  thrown  on  the  upper  side  and  of  the  weft  below.  Changing 
the  appearance  of  the  weft  from  one  side  of  the  cloth  to  the  other 
in  this  manner  is  called  turning,  or  reversiftg  the  tweel,  (see  Figs. 
16  and  17)  and  is  of  very  extensive  application  in  difierent  branches 
of  weaving,  particularly  in  dimity,  diaper,  and  damask,  which 
will  be  explained  in  their  proper  places. 

Suppose,  therefore,  that  a  piece  of  cloth  were  to  be  woven  in 
tweeled  stripes,  one  stripe  the  reverse  of  the  other,  two  sets  of  tweel- 
ing leaves  would  be  necessary,  and  the  plans  of  cording  on  the 
treadles  would  also  be  the  reverse  of  each  other.  The  first  of  these 
tweels,  in  respect  to  the  number  of  leaves,  is  the  dimity  cord,  which 
is  merely  the  three  leaf  tweel  turned,  a  plan  of  which  is  subjoined, 
both  fcr  cording  and  treading : 
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DIMITY  CORD. 

Fig.  35. 
Coiding.  Treading. 


In  the  above  plan  the  first  nine  threads  of  warp  are  drawn  on  the 
back  set  of  leaves,  and  the  other  nine  on  the  front  set  Under  the 
word  cording,  the  raising  marks  are  so  placed  on  the  back  leaves 
as  to  flush  or  float  the  weft  on  the  upper  side  of  the  cloth,  and  on 
the  front  leaves  to  throw  up  the  warp. 


DORNIC  AND  DIAPER. 

This  branch  of  weavii^  was  chiefly  confined  to  the  manu&cture, 
of  table  linens,  till  of  late  that  it  has  been  applied  to  certain  species 
of  shawls,  in  the  cotton  manufacture,  the  warp  and  weft  of  which 
are,  in  general,  of  diflerent  colours.  The  coarser  sets  of  table 
linens,  and  which  require  the  least  mounting,  having  only  a  four 
leaf  tweel,  were  manufoctured  in  considerable  quantities,  some 
lime  ago,  at  the  village  of  Domock,  in  the  north  of  Scotland,  whence 
the  name  Dornic :  but  the  finer  kinds  which  are  usually  woven  by 
a  more  extensive  sqiparatus,  and  in  general  with  a  tweel  of  five 
Ldaves  are  called  diaper. 

The  most  sim{rfe  pattern  of  this  kind  is  the  damboard  or  checker 
as  abown  in  Fig,  36. 

DAMBOARD  OR  CHECKER. 
FSg.  36. 
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But  such  dmugbls,  instead  of  forming  squarcs,  may  be  broken 
into  an  indefinite  number  of  parts  of  various  dimensioiis,  and  when 
the  whole  of  this  variety  contained  in  one  set  of  the  pattern  is 
woven  square,  which  is  effected  by  following  the  same  order  of  suc^ 
cession  in  treading,  as  is  observed  in  the  draught,  or  any  other  suc- 
cession whidhi  fency  may  suggest,  an  endless  diveraity  of  figures 
may  be  produced,  merely  by  two  sets  of  tweeling  leaves.  The  fol* 
lowing  plan.  Fig.  37, 

Fig.  37. 


FPr 


|6j 

which  may  be  taken  for  an  example,  is  the  draught  and  cording 
of  a  very  common  pattern  in  this  branch  of  weaving,  and  the 
figure  which  it  produces  is  represented  on  design  paper  in  Fig*  3& 

Pig.  38. 


This  draught  and  plan  of  cording  are  adapted  to  the  four  leaf 
regular  tweel,  the  c<Mrding  being  the  same  as  the  checker  (Fig.  36 :) 
but  it  will  be  obvious,  fircnn  the  examples  given  under  the  article 
tweeling,  that  the  same  figure  may  be  produced  by  a  tweel  of  any 
other  number  of  leaves^  and  woven  either  by  the  regular  or  broken 
method  of  treading. 

When  two  or  more  sets  of  tweeling  leaves  are  thus  employed,  the 
mannting  is  said  to  consist  of  two  or  more  dimsians,  (each  division 
g^ierally  contain  four  leaves  of  headles)  and  the  draught  and  corJ> 

16 
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mgs  of  Mch  raoQirtiiigtare  usaally  marked  on  one  leaf  and  treadle 
lor  each  set  or  diyirion  which  are  sufficient  to  exhibit  aD  the  design: 
This  is  called  the  binding  plan,  because  it  binds,  as  it  veie,  the 
sevefal  divisions  together  which  axe  at  any  time  to  be  raised,  and 
brings  all  that  is  essential  in  the  pattern  into  a  small  compass ;  so 
that  the  weaver  has  only  to  substitute  <me  set  of  tweeling  leaves 
and  treadles,  whatever  number  may  be  emf^oyed,  for  each  leaf  and 
treadle  in  this  plan. 

This  will  be  apparent  by  comparing  the  preceding  draught  and 
cording  (Fig.  37,)  with  the  corresponding  draught  and  cordmg  on 
two  divisions,  (each  of  which  represent  four  leaves)  marked,  m,  in 
which  it  will  be  observed,  that  on  the  back  set  of  the  leaves  A,  there 
are  two  draughts,  which  are  marked  2,  then  2  over  the  fore  set  B. 
These  are  succeeded  by  eight  draughts  on  the  set  A,  two  on  the  set 
B,  two  (m  the  set  A,  and  eight  on  the  set  B ;  all  of  which  are  set 
down  in  figures,  respectively,  on  the  binding  plan  m. 

Where  the  four  treadles  A  cross  the  leaves  or  divisions  marked 
A,  the  greatest  portion  of  raising  marks  is  placed,  or  that  division 
is  said  to  be  raised  in  order  to  reverse  the  tweel :  a  raising  mark  is 
therefore  placed  in  the  corresponding  square  of  the  binding  plan 
on  the  treadle  marked  a,  the  same  is  to  be  observed  with  respect  to 
the  leaves  and  treadles  marked  B  (Fig.  37,)  and  this  takes  place  in 
all  those  plans  which  are  given  in  the  contracted  form,  whatever 
number  of  divisions  they  contain. 

In  weaving  this  pattern,  the  weaver  works  twice  over  the  treadles 
A,  because  these  reverse  the  tweel  in  such  parts  of  the  pattern  as 
are  represented  on  the  back  division,  and  by  foUowfaig  the  succes- 
sion of  the  draught,  he  goes  twice  over  the  treadles  B,  eight  times 
over  the  treadles  A,  and  so  on,  till  the  figure  be  square,  afttt  which 
the  same  succession  is  repeated. 

When  domic  or  diaper  patterns  are  drawn  on  design  paper,  which 
is  usually  10  by  10,  each  black  square  in  the  binding  plan  denotes 
one  space  by  the  warp,  so  that  each  of  these  spaces  may  contain 
sometimes  four,  and  sometimes  five  threads,  according  as  it  is  in- 
tended for  domic  or  diaper,  or  fineness  of  the  reed.  The  spaces  by 
the  weft  likewise  contain  a  corresponding  number  of  picks,  or  once 
over  the  set  of  beadles. 

Keeping  still  in  mind  the  general  rule,  that  all  patterns  formed 
by  the  warp  are  produced  by  the  raising  cords,  let  the  warp  in  this 
example  be  supposed  blue,  and  the  weft  white,  then  the  dark  shaded 
q>aces  in  the  figure  will  represent  the  pattern  as  formed  by  flushing 
the  warp  above,  and  the  white  spaces,  those  parts  of  the  pattern 
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where  the  warp  is  underneath.  Hence  the  two  spaces  at  the  bolr 
tom  of  the  design  (Fig.  38,)  will  represent  those  parts  of  the  figure 
which  are  produced  by  working  twice  over  the  treadles  A,  the  next 
two  spaces  those  that  are  produced  by  the  treadles  B ;  the  treadles  A, 
again  being  wrought  eight  times  over  firom  the  large  squares  of  eight 
spaces  each  way,  and  so  on  with  any  other  variety  that  may  occur, 
¥rithout  any  r^ard  to  the  number  of  tweeling  leaves  in  the  division. 

It  must  be  observed  however,  that  this  pattern  is  drawn  upon  a 
comparatively  small  scale,  and  thus  in  applying  such  patterns  to 
practice,  they  may  be  enlarged  in  any  given  proportion,  either  to  ex- 
pand their  dimension  or  to  suit  them  to  any  desirable  set  of  reed ;  thus 
were  all  the  figures  on  the  jdan,  m,  multiplied  by  3,  the  draught  would 
stand  three  times  the  size  it  now  ia,  and  so  of  any  other  pattern. 

When  a  still  greater  variety  of  pattern  is  required,  the  number  of 
divisions  must  be  increased  as  in  the  other  branches  of  weaving ; 
as  these  moimtings,  however,  can  only  be  augmented  by  adding 
complete  sets  of  the  tweel,  the  varieties  arising  from  an  increase  of 
leaves  in  this,  must  be  more  limited  than  in  almost  any  other 
branch.  This  disadvantage  however,  is  in  a  great  measure  com- 
pensated by  the  ingenious  diversity  which  is  usually  observed  in 
the  succession  of  the  draught,  by  means  of  which  a  style  of  pattern 
peculiar  to  diaper  weaving  is  produced.  The  same  draught,  also, 
will  weave  a  variety  of  patterns,  agreeably  to  the  difierent  arrange- 
ments of  the  raising  cords  upon  the  binding  plan,  and  the  succes- 
abn  of  working  over  the  treadles ;  and  that  diaper  mountings  may 
not  always  be  confined  to  their  original  draughts,  the  headles  are 
not,  in  general,  spaced  like  common  power  loom,  or  other  headles, 
but  are  cast  separately,  as  in  the  finer  kinds  of  £mcy  mountings,  ao 
as  to  run  upon  the  backing  or  mttddling  cord,  by  which  the  weaver 
can  adapt  Uiem,  at  pleasure,  to  any  pattern  he  may  have  occasion 
to  weave.    The  fdlowing  plan.  Fig.  39, 

Fig.  39. 
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Binding  Plan  and  Dreading. 
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wliidi  18  on  a  wale  of  four  divkions,  and  onlj  a  lour  leaf  iweel,  fv 
•aving  room,  will  give  the  reader  an  idea  of  the  manner  in  which 
a  variety  of  patterns  may  be  obtained  from  the  same  draught  and 
succession  of  treading,  merely  by  a  different  position  of  the  raising 
eoids  upon  the  treaiyes. 


SECTION    THIRD. 


WEAVING  DOUBLE  CLOTH. 


The  next  variety  of  weaving  that  claims  our  attention,  is  thatof 
double  cloth,  which  is  for  the  most  part  composed  of  two  similar 
fabrics  (generally  plain)  interwoven  at  various  intervals,  and  formed 
into  a  diversity  of  figures,  agreeably  to  the  design  of  the  pattern  to 
be  produced.  This  is  the  method  usually  practised  in  ingrain  car* 
pet  weaving  (which  see.) 

Jn  order  to  render  this  species  of  weaving  as  perspicuous  as  possi* 
ble,  let  us  take,  for  example,  the  warp  of  any  plain  fiibric  one 
thread  of  which  is  blue  and  the  other  white,  alternately,  and  let  us 
suppose  this  warp  to  be  drawn  through  a  common  four  leaf  set  of 
plain  beadles  in  the  usual  way.  These  beadles  mi^t  be  worked 
to  produce  the  following  changes  of  fiibric : 

1st.  When  the  two  back  leaves  are  raised  and  sunk  alternately 
with  the  two  fore  ones,  and  white  weft  thrown  across,  the  whole 
fabric,  which  is  plain  cloth,  will  be  formed  into  very  small  blue  and 
white  stripes,  and  if  a  pick  of  blue  and  a  pick  of  white  be  thrown 
in  alternately,  a  corresponding  check  will  be  produced. 

2d.  If  the  two  fore  leaves  were  constantly  sunk  and  the  back 
ones  raised  alternately,  it  is  plain,  that  by  throwing  in  blue  weft, 
all  the  blue  warp  would  be  woven  into  a  uniformly  blue  fabric, 
leaving  the  white  warp  unwoven  below. 

3d.  Were  the  two  back  leaves  constantly  raised  and  the  two 
front  ones  raised  alternately,  a  white  fabric  would  be  produced  by 
throwing  in  white  weft,  leaving  out  the  blue  warp  above. 

Hence,  if  one  shuttle  only  were  employed  for  both  webs,  so  long 
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88  tile  wesTer  oontinued  to  work  upon  one  sei  of  treadke,  the  two 
webs  would  rtill  be  distinct^  except  at  the  selvagee,  wlme  they 
would  be  united  by  the  weft. 

It  was  in  this  manner  that  Ichao  he-he-bi-ho  Ouang  (nephew  to 
Teling  Ouang,  emperor  of  China,  who  reigned  1079  years  befiote 
Christ,)  manufitctured  hempen  pipes,  foa  conducting  water  to  his 
uncle's  flower  gardens.  Pipes,  woven  in  the  same  way,  have  been 
lately  adapted,  in  France,  to  the  fire  engine,  and  also  as  wicks  for 
the  patent  lamps.  It  was  likewise  on  this  principle  that  JuHus 
Cesar^s  grecU  coat  was  woven. 

TWEEUNG  DOUBLE  CLOTH. 

Although  tweeling,  however  extensively  it  may  be  otherwise  em- 
ployed, is  seldom  applied  to  double  cloth,  yet  as  there  is  great  room 
here  for  a  display  of  ingenuity,  especially  in  the  manu&cture  of 
shawls,  plaids,  bed  covers,  &c.,  it  will  be  necessary  to  show  how  the 
several  varieties  of  this  kind  of  texture  may  be  produced. 

It  has  been  already  observed  that  four  leaves  of  headles,  two  for 
each  set,  are  required  to  weave  double  cloth  of  the  plain  texture. 
If,  therefore,  one  set  of  tweeling  leaves  be  substituted  for  each  set 
of  plain  ones,  it  will  be  obvious,  that  every  variety  of  pattern  that 
can  be  produced  on  the  plain  texture,  can  likewise  be  effected  on 
the  tweded  one. 

For  example,  take  six  leaves,  enter  orange  warp  in  the  back 
three,  and  red  warp  in  the  front  three.  It  is  evident  that  if  the 
back  set  be  worked,  a  three  leaf  tweel  can  be  produced  by  lifting 
one  leaf  in  regular  succession  until  three  picks  of  weft  be  thrown 
into  the  web,  and  thus,  supposing  the  weft  to  be  orange,  cloth  of 
that  colour  will  be  produced,  entirely  independent  of  the  red  warp 
in  the  front  leaves. 

Again,  by  working  the  front  leaves  exclusively  of  the  back  ones, 
a  red  frtbric  will  be  produced,  provided  the  laeft  he  ted;  and  if 
these  two  webs  be  made  to  pass  through  each  other  at  different  in- 
tervals, various  devices  and  patterns  may  be  produced.  (See  in- 
grain carpeting.) 

This  mounting  makes  one  web  entirely  orange  and  the  other 
all  red,  but  if  the  two  colours  of  weft  be  different  from  the  warp, 
then  we  may  throw  the  greater  proportion  of  either  one,  or  both 
warps,  outward,  or  inward,  and  dius  a  variety  of  colours  may  be 
displayed. 

As  it  would,  however,  require  a  great  number  of  leaves  of  headles, 
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and  treadles  to  weave  but  a  very  limited  pattern  on  this  principle, 
this  style  of  work  seems  to  be  peculiarly  adapted  to  the  draw-loom, 
under  which  head  the  subject  of  tweeling  double  cloth  will  be  Air- 
thtf  illustrated. 

THE  JUNCTION  OF  TWO  UNBftUAL  FABRICS. 

This  species  of  double  cloth  is  chiefly  confined  to  qmUingSy  com- 
monly called  Marseilles  quiltings, which  are  also  manufactured  in 
considerable  quantities  in  Great  Britain,  and  printed  for  vestings. 

The  mounting  of  a  quilt  consists  of  a  set  of  plain  headles,  usually 
four  for  the  fitce,  and  a  number  of  stitohing  leaves  proportionate  to 
the  range  of  the  pattom  for  the  back,  and  these  produce  all  the 
variety  of  figure  in  the  design.  The  stitching  leaves  are  frequently 
adapted  to  diagonal  and  diamond  patterns,  although  they  may  be 
made  to  produce  any  other  fancy  figure  at  pleasure,  and  the  range 
of  pattern,  as  in  other  branches  of  ornamental  weaving,  may  be 
enlarged  beyond  the  power  of  leaves,  or  until  the  application  of  the 
draw  loom  becomes  necessary.* 

Q,uiltings  are  generally  woven  in  reeds  of  the  Manchester  and 
Bolton  count,  which  contain  a  certain  number  of  beers  or  porters 
in  24^  inches.  The  warp  and  weft  of  the  fieu^e  are  considerably 
finer  than  those  of  the  back,  and  two  threads  of  the  face  and  one 
of  the  back  are  drawn  into  the  same  interval  or  split  of  the  reed. 
If  we  take,  for  example,  a  No.  36  reed  that  is  36  beers  in  24^  inches, 
the  warps  and  wefts  as  noted  below  will  make  a  pretty  good  quilt : 

For  the  face  No.  36. )  ^,_ 
For  the  back       26.  \  ^^•' 

face        46. )      ^ 

back       36.  \  ^®^- 

In  weaving  these  fabrics,  there  are  two  picks  of  the  fine  and  two 
of  the  coarse  weft  thrown  in  alternately.  One  pick  of  the  fine 
stitohes  the  back  and  face  tc^ether,  and  one  of  the  coarse  is  thrown 
in  between  the  back  and  the  face  clear  of  both  fabrics,  and  this  is 
called  the  wadding.  The  other  coarse  pick  goes  into  one  of  the 
sheds  that  work  the  back,  so  that  when  eight  picks  of  weft  are 
thrown,  four  go  to  the  face,  two  for  wadding,  and  two  are  thrown 
into  the  two  alternate  sheds  of  the  back.  The  following  plan 
(Fig.  40)  will  show  the  construction  of  a  quilt  mounting. 

*  The  late  Mr.  David  Anderson,  Damask  Manufacturer,  Qlasgow,  wove 
a  shirt  with  a  fine  frill,  double  stitched  neck,  shoulder  straps,  and  wrist 
bands;  also  gussets,  buttons,  button  holes,  ^bc.  with  the  Royal  Arms  em* 
blazoned  on  the  breast 
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DIAGONAL  aUlLT. 
Fig.  40. 


In  the  above  plan  A  and  B  are  the  two  leaves  for  the  face,  and 
o,  Vy  w,  X,  the  stitchmg  or  back  leaves.  The  treadle  b,  opens  one 
shed  of  the  face,  and  sinks  all  the  warp  of  the  back,  and  this  trea- 
dle works  alternately  with  the  treadles,  e,  /,  g,  A,  which  open  the  other 
shed  of  the  face  and  at  the  same  time  raise  each  of  the  back  or 
stitching  leaver.  The  treadles,  a,  and  c,  open  the  two  sheds  of  the 
back,  while  at  the  same  time  they  raise  all  the  warp  of  the  face 
above  the  shuttle.  The  treadle,  d,  opens  the  shed  for  the  wadding, 
by  raising  the  &ce  and  sinking  the  back. 

By  tracing  over  the  figures  that  point  out  the  order  of  treading  it 
wili  be  fotmd  that  the  first  and  second  picks,  which  are  fine,  are 
thrown  into  the  face,  but  at  the  first  tread  the  stitching  leaf,  x,  b 
raised,  by  which  the  back  and  fiEice  are  tacked  together.  The 
third  and  fourth  picks  are  coarse,  the  former  goes  for  wadding  and 
the  latter  is  the  first  shot  of  the  back.  The  fifth  and  sixth  picks  are 
fine,  which  are  wrought  into  the  face,  but  the  former  has  the  back 
leaf,  IT,  raised,  by  which  the  back  is  again  stitched  to  the  £stce. 
The  seventh  and  eighth  picks  are  coarse,  the  former  goes  for  wad- 
ding, and  the  latter  forms  the  second  pick  of  the  back :  and  thus  any 
pattern  may  be  woven  at  pleasure,  according  to  the  succession  of  the 
draught  on  the  stitching  leaves,  and  the  order  in  which  they  are  raised. 

Although  the  preceding  plan  is  given  in  the  most  concise  form 
of  which  it  is  susceptible,  in  order  to  render  the  principles  of  this 
i^iecies  of  weaving  as  perspicuous  as  possible,  yet  in  practice  the 
weaver  will  find  it  very  awkward  to  shift  his  right  foot  from  each 
of  the  stitching  treadles  to  the  wadding  one,  while  his  left  is  en- 
gaged with  a  different  succession  with  the  others.  To  obviate  this, 
a  waddmg  treadle  with  the  same  cording  is  usually  placed  alter- 
nately wth  a  stitching  one,  by  which  arrangement  the  succession 
of  treading  for  the  right  foot  will  be  in  a  regular  or  progressive 
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order  over  the  treadles.    This  arrangement  is  common  in  practice 
and  is  therefore  adopted  in  the  following  examples :  Fig.  41  is  a 

DIAMOND  aUILT. 
Fig.  41. 


WAVED  aUILT. 
Fig.  48. 


DIAMOND  aUILT. 

Pig.  43. 
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CORDING  OP  FIGS.  42  AND  43. 
Fig.  44. 
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DOUBLE  CLOTH  HARNESS. 

Having  already  explained  the  principle  on  which  double  cloth  is 
woven,  it  only  remains  for  us  to  show  how  that  principle  is  extended 
to  the  draw  loom. 

Suppose  we  take  a  shawl  for  example,  the  pattern  of  which  is 
scarlet  and  the  ground  blue,  the  ¥mrp  of  course  will  be  composed  of 
a  blue  and  scarlet  thread  alternately ;  and  suppose  two  threads  of 
each  colour  to  be  drawn  through  each  mail  of  the  harness.  Were 
the  texture  to  be  that  of  a  three  leaf  tweel,  six  fix)nt  leaves,  three 
for  the  blue  and  three  for  the  scarlet,  would  be  necessary,  and  twelve 
treadles  would  be  required  to  make  the  treading  alternate.  A  four 
leaf  tweel,  however,  would  require  eight  leaves  of  headles  and  only 
eight  treadles.  The  following  plans  will  show  the  draught  and 
cording  of  these  mountings :  * 

THREE  LEAF  TWEEL 
Fig.  45. 

I 


FOUR  LEAF  TWEEL. 
Fig.  46. 


In  these  plans  the  crosses  X  represent  sinking  cords,  and  the 
black  squares  raising  cords. 

In  weaving  these  shawls  two  picks  of  blue  and  two  of  scarlet 
weft  are  thrown  in  alternately,  the  two  former  on  the  fore  warp,  and 
the  two  latter  on  the  back  warp. 

16 
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VELVETS. 

This  species  of  manu&cture  having  never  been  introduced  into 
Ammca,  where  consejuently  it  can  be  but  littie  knoum,  some  ac- 
count of  it  will  not,  perhaps,  be  uninteresting*  to  the  reader. 

In  these,  as  in  some  other  branches  ol  fimcy  weaving,  oonaider- 
able  ingenuity  is  displayed  in  the  production  of  patterns,  which  in 
general  exhibit  a  variety  of  flushing  or  floating  peculiar  to  them- 
selves. This  will  be  obvious  from  a  perusal  of  the  specimens  sub- 
joined to  these  descriptions.  The  ground,  or  back,  as  il  is  generally 
termed,  is  sometimes  plain,  and  sometimes  tweeled.  In  the  former 
case  it  is  called  a  tabby  or  plain  back,  and  in  the  latter,  a  jean  or 
Genoa  back,  and  the  jeans  are  single  or  double,  according  as  they 
are  woven  in  a  three  or  four  leaf  tweel  mounting.  The  flushing, 
which  IB  after#ards  cut  up  to  form  the  ridges  (x  the  pile,  is  thrown 
in  and  interwoven  with  the  ground  at  various  intervals,  and  upon 
this  depends  all  the  diversity  of  patterns  which  we  see  in  these  fabrics. 
A  few  examples  will  illustrate  these  observations.     Fig.  47  is  a 


PLAIN  OR  TABBY-BACK  VELVET,* 
Fig.  47. 
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If  we  examine  this  plan  we  will  find  that  the  treadle  marked  1, 
or  the  first  in  the  order  of  treading,  will  raise  all  the  odd  threads  1, 
3,  5,  in  the  draught,  and  the  treadle  marked  4  will  raise  all  the 
even  ones;  consequently,  these  two  treadles  wrought  alternately 
will  produce  plain  cloth,  or  in  other  words,  they  will  work  the 
ground  or  back.  The  other  three  treadles  are  for  the  fiushing.  By 
tracing  over  the  treading  of  this  figure,  it  will  be  found,  that  there 
are  two  picks  of  the  flushing  thrown  in  for  each  pick  of  the 
ground,  which  are  marked  2,  3,  5,  6,  in  the  succession  of  treading ; 
the  treadle  6,  being  the  same  as  3,  is  added  merely  to  keep  the  treads 
alternate  when  both  feet  are  employed  on  the  treadles. 

The  following  plan,  Fig  48,  is  an  example  of  a 

*  When  figures  are  to  be  formed  on  velvets,  agreeably  to  any  partieuiar 
pattern,  recourse  must  be  had  to  the  Jacquard,  or  draw  loom.  See  Gil- 
Toy's  loom  mountings. 
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SIMPLE  JEAN  BLACK  VELVET  CORD. 

Pig.  48. 
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In  this  plan  the  treadles  on  which  the  figures  1,  3,  and  6  are 
marked,  are  for  weaving  the  back,  it  being  the  single  jean,  or  three 
leaf  tweel ;  but  as  each  pick  of  the  flushing  weft  floats  over  five 
threads  of  warp,  and  is  only  interwoven  with  the  sixth,  two  sets  of 
tweeling  leaves  are  necessary  in  order  to  extend  the  draught  to  that 
range.  In  the  present  example  we  also  find,  that  there  are  ten 
picks  of  flushing  weft  thrown  in  for  six  of  the  back,  and  these  ten 
picks  are  interwoven  with  the  warp  threads  3  and  4  in  the  draught, 
and  the  flushed  space  afterwards  cut  up  by  the  plough  or  lance. 

PLUSH  VELVET. 

Flush  velvet,  or  shag,  is  woven  on  a  principle  something  dififerent 
from  any  of  the  preceding  fabrics.  It  consists  of  two  warps,  one 
caUed  the  main  warp  or  ground,  which  is  commonly  made  o(  hard 
silk,  and  the  other  the  pile  warp.  These  warps  are  beamed  on 
separate  roQers,  the  latter  being  placed  below  the  former. 

When  the  heading  or  end  of  the  piece  is  woven,  the  weaver 
raises  the  pile  warp,  which  is  drawn  on  a  separate  leaf  ftcHn  the 
ground,  and  into  this  shed  he  introduces  a  wire  which  is  longer 
than  the  breadth  of  the  cloth ;  a  few  picks  of  the  ground  are  woven 
(generally  two)  and  another  wire  introduced,  and  so  on  with  a  third 
wire.  In  eaoh  of  these  wures  is  a  groove,  along  which  the  weaver 
runs  the  point  of  a  sharp  mstmment  called  a  trivet^  which  cuts  the 
pile,  and  relieves  the  wires  in  succession,  and  the  operation  ib  re- 
peated till  the  piece  is  finiriied.  The  pile  warp  is  commonly  made 
of  softer  silk  than  the  main  warp,  or  of  a  fine*  kind  of  goat's  hair, 
and  the  sur&ce  of  the  shag  is  afterwards  cut  evenly  and  smooth 
with  a  pair  of  shears,  or  a  revolving  spiral  knife.  On  this  principle 
is  woven  that  fabric  of  which  hats  are  made. 
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WEAVING  CROSSED   WARPS. 

"  There  Is  a  large  field  of  knowledge,  proper  for  the  use  and  advantage 
of  men  in  this  world ;  viz.  to  find  out  new  inventions  of  dispatch,  to  shorten 
or  ease  our  labour ',  or  applying  sagaciously  together  several  agents  and 
materials,  to  procure  new  and  beneficial  productions  fit  for  our  use,  whereby 
our  stock  of  riches,  (i.  e.  things  useful  for  the  conveniences  of  our  life,)  may 
be  increased,  or  better  preserved.^'— Locke. 

The  species  of  omameatal  weaving  which  we  have  now  to  in- 
vestigate, is  exclusively  adapted  to  the  slightest  and  most  flimsy 
textures. 

Like  the  other  branches  of  the  art,  we  derived  our  first  know- 
ledge of  cross-weaving  from  the  East ;  but  it  certainly  has  been 
much  improved,  cind  a  considerable  variety  of  nets  have  been  added 
by  the  invention  and  ingenuity  of  European  weavers.* 

*  Among  all  the  Asiatics  none  were  more  remarkable  than  the  Persians 
for  the  display  of  textures  of  gold  as  well  as  every  other  kind  of  luxury  in 
dress.  A  tiara  interwoven  with  gold  was  among  Uie  presents  which  Xerzes 
gave  as  an  expression  of  his  gratitude  to  the  citizens  of  Abdera.  (Herod  viiL 
120.) 

At  the  nuptials  of  Alexander  purple  and  scarlet  cloths,  intervoven  with 
gMj  were  expanded  over  the  guests :  and  a  pall  of  the  same  description 
was  placed  over  the  golden  sarcophagus  made  to  contain  his  body.  {Chares 
Ap.  Athene,  L  Xn.  9.  p.  538.  D.) 

Publius  Syrus  in  the  following  fragment  preserved  by  Petronras  Arbiter, 
compares  the  tail  of  the  peacock  to  Babylonian  stufEs  enriched  with  gold  and 
various  colours : 

^  Thy  food  the  peacock,  which  disjrfays  his  spotted  tail, 

As  shines  a  Babylonian  ehawl  vriih  feathered  goUL 

Shawls  interwoven  with  gold  are  mentioned  by  Galen,  and  by  Valerius 
Flaccus;  also  by  Lucan  m  the  following  passage,  where  he  is  describing  the 
fhmiture  of  Cleopatra's  palace,  (X.  125,  126.) : 

Part  shines  vrith  feathered  goUi,  pan  sheds  a  blaze 
Of  scarlet^  intermixed  by  Pharian  looms. 


Digitized  by  VjOOQIC 


CROSS    WEAVING. 


125 


The  first  branch  of  cross  weaving,  and  of  which  all  the  others 
are  only  varieties,  is 

COBiMON  QAUZE. 

In  all  the  branches  of  weaving  which  we  have  hitherto  con- 
sidered, the  threads  of  the  warp,  whether  raised  or  sunk,  alternately, 
or  at  intervals,  remain  always  parallel  to  each  other,  and  without 
crossing.  But  in  gauze  weaving,  the  two  threads  of  warp  which 
pass  between  the  same  dents  of  the  reed,  are  crossed  over  each 
other,  and  twined  like  a  cord  at  every  tread.  They  are  twined  to 
the  right  and  to  the  left^  alternately,  and  each  pick  of  weft  pre- 
serves the  twine  which  the  warp  has  received.  To  produce  this 
effect,  it  is  only  necessary  that  the  warp  should  really  be  crossed  at 
every  second  pick,  for  its  return  from  the  crossed  to  the  open  or 
parallel  state  gives  the  reversed  crossing. 

A  representation  of  a  motmting  peculiar  to  gauze  weaving  will 
be  found  in  Fig.  49,  and  a  section  of  the  web  is  shown  under  the 
same  figure  at  A.* 

GAUZE  MOUNTING. 

Fig.  49. 
Open  Shed. 


m 


Sk»ni4m^  Mt. 


r 


Fig.  A/ 


Fig.  49  represents  two  threads  of  warp  opened  to  form  the  shed, 
where  the  warp  is  not  crossed,  and  Fig.  60, 
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CroMedShed. 


die  shed  where  it  is  crossed.  The  mounting  of  a  gauze  loom  con- 
sists of  four  leaves,  constructed  like  common  clasped  headles,  and 
of  two  half  leaves.  The  leaves  are  raised  and  sunk,  by  means  of 
top  levers  or  coupers,  and  marches,  exactly  in  the  same  way  as  in 
most  other  ornamental  looms.  The  opened  shed  of  the  gauze  is 
formed  by  the  leaves  3  and  4,  (see  Fig.  49)  the  cross  shed  by  the 
leaves  1  and  2,  and  by  the  half  leaves.  The  leaves  1  and  2  are 
called  standards,  and  the  half  leaves  pass  through  them,  as  is  re- 
presented more  clearly  in  Figs.  61  and  62. 

Fig.  51.  Fig.  52. 

IN     "- 


^  > 


U 18  necessary  to  observe,  that  in  order  to  produce  the  twine  or 
gauze  twist,  as  represented  at  A*  under  Fig.  49,  in  forming  the 
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sheds,  the  threads  do  not  rise  and  Hedl  alternately,  as  in  plain  wear- 
ing, nor  at  intervals  as  in  tweeling.  In  both  sheds  the  thread  A  is 
always  raised  and  the  thread  B  sunk ;  but  in  the  open  shed,  Fig.  49, 
the  threads  are  not  crossed,  and  in  the  cross  shed,  Fig.  60,  they  are. 
By  examining  these  two  figures  (49  and  60,)  the  way  of  drawing 
the  warp  through  the  headles  will  become  apparent,  and  this  is  an 
inqKMtant  part  of  every  brajich  of  cross  weaving.  The  thread  A  is 
drawn  through  the  third  leaf,  but  as  it  always  rises,  it  is  not  taken 
through  the  clasp,  or  eye,  of  the  headle,  but  above  it,  through  what 
the  weavers  usually  call  the  upper  dqup,  as  at,  X^  Fig.  49.  In 
like  manner  the  thread  B,  which  always  sinks,  is  drawn  throu^ 
the  under  daup  of  the  fourth  leaf  as  at  Y^  Figs.  49  and  60. 
When  this  has  been  done,  the  thread  A  is  crossed  under  the  thread 
B^  as  will  appear  more  plainly  in  Fig.  63, 

Fig.  53. 


which  18  a  h<Nrizontal  or  ground  plan.  After  being  drawn  through 
these  two  leaves,  which  are  generally  called  the  back  mounting,  it 
only  remains  to  cross  and  draw  the  warp  through  the  fore  mount- 
ing. Of  the  half  leaves,  one  is  hung  from  above,  and  one  rises 
from  below.  The  one  hung  from  above  passes  through  the  lower 
doup  of  the  leaf  or  standard  2,  and  that  from  below  through  the  up- 
per doup  of  the  standard  1.  This  vrill  appear  very  plain  in  Fig. 
61.  Through  the  under  half  leaf  connected  with  the  standard  1, 
the  thread  A  is  drawn,  (see  Fig.  49)  and  through  the  iqpper  half 
leaf  ecmnected  with  the  standard  2,  the  thread  B  fmrnem,  as  in  Fig. 
49.  In  Figs.  49  and  60,  the  shaft  of  the  upper  half  B%appeanB  as 
hung  between  the  standards  1  and  2,  but  this  i»  Mi  the  umml  prac- 
tice ;  for  it  18  found  more  convenient  to  place  the  two  standards  to- 
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gether,  the  under  half  leaf,  A^,  in  front  of  the  standard  1,  and  the 
upper  half,  B'%  behind  the  standard  2,  as  in  Figs.  51  and  52.  By 
means  of  the  half  leaves  the  alternate  crossing  of  the  warp  is 
effected  ;  for  in  the  open  shed  (Fig.  49,)  the  half  leaves  work  in  an 
opposite  direction  to  the  standards,  and  leave  room  for  the  warp  to 
rise  and  sink  in  the  space  between  the  standards,  while  in  the  cross 
shed  (Fig.  50)  the  half  leaves  rise  and  sink  with  their  respective 
standards,  and  force  one  thread  of  warp  across  the  other.  Thus, 
when  the  warp  is  direct,  the  half  leaves  are  crossed,  and  when  the 
mounting  is  direct,  the  warp  is  crossed.  This  will  plainly  appear 
by  carefully  tracing  the  threads  A  and  B  in  Figs.  49  and  50,  and 
also  in  Figs.  51  and  62,  where  sections  of  the  threads  are  represented 
by  round  dots,  thus  («.)  In  Fig.  51  the  half  leaves  and  standards 
are  crossed  as  in  Fig.  49.  and  in  Fig.  52  the  standard  1  is  sunk  and 
the  standard  2  raised ;  the  mounting  will  be  direct  and  the  warp 
crossed,  as  in  Fig.  50. 

To  render  the  mode  of  mounting  a  gauze  loom  as  plain  as  possible, 
we  shall  enter  into  a  more  detailed  account  of  the  mounting  than 
appears  necessary  in  those  kinds  of  weaving  where  the  horizontal 
plans  of  the  draught  and  cording  have  been  long  practised  and  un- 
derstood by  professional  men.  The  novelty  of  the  subject,  and  its 
evident  tUility,  should  we  succeed  in  our  explanation,  will,  we  hope, 
screen  us  from  the  charge  of  unnecessary  prolixity. 

It  has  been  already  stated,  thai  the  gauze  mounting  consists  of 
two  back  leaves,  two  standards,  and  two  half  leaves.  These  are 
moved  by  two  treadled.  The  intermediate  levers  are  five  top  levers 
or  coupers,  five  long,  and  five  short  marches.  Tracing  the  headles 
in  regular  succession  from  the  front,  the  first  is  the  under  half  leaf, 
A%  the  second  the  front  standard  1,  the  third  the  second  standard 
2,  the  fourth  the  upper  half  leaf,  B%  the  fifth  the  first  back  leaf  3, 
and  the  sixth  the  second  back  leaf  4  (see  Fig.  49.)  The  two  back 
leaves  and  the  two  standards  are  raised,  or  sunk,  as  the  case  may 
require,  by  connecting  cords  with  the  marches  and  trestdles,  as  in 
other  looms.  The  half  leaves  have  no  connection  with  any  treadle, 
but  are  lifted,  and  sunk  by  the  warp,  in  the  open  shed  Fig.  49 ; 
and  they  are  kept  tight  by  weights  in  the  cross  shed  50.  These 
weights  must,  therefore,  operate  upon  the  half  leaves  in  the  cross 
shed,  and  must  be  relieved  in  the  open. 

It  will  be  proper  to  trace  the  connections  of  the  leaves  with  the 
coupers  and  marches  in  the  first  place,  and  then  to  explain  the  way 
in  which  the  weights  are  applied  to  operate  upon  the  half  leaves : 
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Ist.  The  lower  half  leaf.  A,  (see  Fig.  64,)  is  attached  by  a 
cord  below  to  the  first  short  march :  it  has  no  connection  above. 
2d.  The  first  standard  is  attached  by  oblique  cords  W^  to  the 
first  couper  cAove ;  the  couper,  to  the  first  long  march ;  the 
standard  is  connected  below  with  the  second  short  march.  3d. 
The  second  standard,  to  the  second  couper  cAove  ;  the  couper,  to 
the  second  long 'march;  the  standard,  to  the  third  short  march 
below.  4th.  The  upper  half  leaf,  B,  to  the  third  couper  above  ;  the 
couper,  to  the  third  long  march :  no  connection  below.  5th.  The 
first  back  leaf  3,  to  the  fourth  couper  above ;  the  couper,  to  the 
fourth  long  march ;  the  leaf  1  to  the  fourth  short  march  below. 
6th.  The  second  back  leaf,  to  the  fifth  couper  above  ;  the  couper, 
to  the  fifth  long  march  ;  the  leaf,  to  the  fifth  short  march  below. 

These  connections  being  formed,  it  only  remains  to  apply  the 

17 
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weights  to  their  respective  marches,  and  to  conned  the  other 
marches  with  the  treadles.  The  mode  of  applying  the  weights 
will  appear  in  Fig.  64.  This  figure  is  a  transverse  section  of  the 
frtmi  part  of  the  mounting  of  a  irAtp  net,  of  which  it  will  be 
necessary  to  treat  afterwards.  In  the  mean  time,  as  the  cording  of 
a  common  gauze  is  exAtly  the  same  as  that  of  a  whip  net,  it  will 
serve  to  illustrate  that  part  of  the  mounting. 

The  lower  leaf,  A%  (as  seen  in  Fig.  49,)  is  connected  with  the 
first  short  march.    (See  Fig.  54.) 

7%e  upper  half  leaf,  B,  with  the  third  couper  above j  and  from 
thence  with  the  third  long  march.    (See  Fig.  64.) 

The  application  of  the  weights  is  therefore  as  follows : 

From  the  first  short  march  two  cords  descend,  one  passing  on 
either  side  of  the  first  long  march,  and  from  these  cords  the  weight 
is  suspended.  Above  the  long  march  the  cords  are  attached  to 
each  end  of  a  piece  of  wood,  Z,  (see  Fig.  64,)  generally  a  piece 
sawed  or  cut  from  a  common  spool,  by  which  they  are  kept  asun- 
der to  prevent  them  from  rubbing  on  the  long  march  which  works 
between  them.  Another  piece  of  the  same  kind,  Y,  is  fixed  below, 
and  from  this  the  other  weight  is  suspended.  The  same  appara- 
tus is  applied  to  the  third  short  march,  and  passes  upon  both  sides 
of  the  third  long  march,  for  the  upper  half  leaf. 

When  the  open  shed  is  made,  the  first  standard  is  pulled  down ; 
this  raises  the  first  long  march,  which  consequently  lifts  the  weight, 
and  allows  the  under  half  leaf,  A*,  (see  Fig.  49,)  to  rise ;  at  the 
same  time  time  the  second  standard  is  raised  ;  this,  of  coiu-se,  raises 
the  third  short  march,  and  relieves  the  pressure  of  the  weight  ftom. 
the  third  long  march  :  the  upper  half  leaf,  B%  is  thus  allowed  to 
sink.  In  forming  this  shed,  the  standards  and  half  leaves  merely 
yield  to  the  warp,  for  the  raising  and  sinking  are  totirely  produced 
by  the  back  leaves  (marked  3  and  4,  Pig.  49.) 

From  these  explanations,  and  fix>m  a  careftil  examination  of  the 
Figs.  49,  50,  51,  and  52,  the  general  principle  of  weaving  gauze 
may  be  pretty  well  understood. 

The  connections  with  the  treadles  will  be  found  by  examining 
Pig.  53,  which  is  a  horizontal  plan,  similar  to  those  employed  to  il- 
lustrate other  branches  of  weaving,  particularly  da¥nask,  (of  which 
we  shall  treat  in  its  proper  place.)  The  warp  thread  A,  which  is 
drawn  through  the  upper  doup  of  the  first  back  leaf  3,  (see  Fig.  53,) 
is  distinguished  by  a  black  oblong  mark,  on  the  left  side  of  the 
thread.  The  thread  B,  which  is  drawn  through  the  Under  doup 
of  the  Itof  4,  is  distinguished  by  a  white  oblong  hiArk,  on  the  right 
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aide  of  the  thread.  The  draught  of  the  warp  thread  A  through  the 
upqper  ];k^\{  leaf,  6,  is  also  denoted  by  a  white  oblof^g  mark  on  the 
right  side  of  the  threa4 ;  and  that  through  the  front  half  leaf,  a,  by 
a  black  oblong  mark  on  the  left  of  the  thread  B.  The  connections 
for  raising  the  back  leaves  and  standards  are  indicated  by  black 
squares  ]  and  those  for  sinking  them,  by  wt^ite  squares  or  blanks,  all 
of  which  will  be  evident  by  examining  the  extreme  left  of  the  plan 
(Fig.  53.)  Where  no  connection  from  the  marches  to  the  treadles 
is  necessary,  the  mark  X  is  used.  As  the  half  leaves  are  raised  and 
sunk  by  the  warp,  no  mark  is  used  for  the  cording  of  them.  The 
open  shed  is  formed  by  pressing  down  the  treadle  1,  the  cross  shed 
by  the  treadle  2 ;  the  treadle  3  merely  reverses  the  motion  of  the 
treadle  2,  to  enable  the  weaver  to  work  plain  cloth  as  well  as  gauze, 
when  he  finds  it  convenient  The  alternate  motion  necessary  for 
plain  cloth,  is  entirely  performed  by  the  standards  and  half  leaves, 
the  back  leaves  remaining  stationary  in  this,  as  well  as  in  the  cross 
shed.  But  in  this  shed  it  is  necessary  to  connect  the  marches  with 
the  plain  treadle,  to  keep  the  half  leaves  tight  when  the  weights  are 
raised,  the  fore  mounting  in  the  plain  shed  being  exactly  in  the 
same  situation  as  in  the  open  shed. 

From  the  descriptions  now  given  of  gauze  weaving,  we  hope  that 
any  weaver  of  even  common  perception,  who  will  study  them  with 
care  and  attention,  will  find  httle  difficulty  in  mounting  a  gauze 
loom /or  himself. 

When  the  principle  of  gauze  weaving  is  thoroughly  understood, 
its  application  to  the  weaving  of  fancy  nets  may  be  easily  acquired. 
Many  varieties  of  net  work  are  used,  but  a  few  which  form  the 
groundwork  of  all  the  rest,  will  be  sufiicient  to  elucidate  the  general 
principle ;  and,  to  use  the  words  of  a  certain  learned  doctor  of  book- 
making  notoriety,  "  the  limits  to  which  it  is  necessary  to  restrict  this 
Work,  will  not  admit  of  more  particular  details.'^* 

WHIP  NET. 

This  net  takes  its  name  from  the  warp  being  wholly  of  whip, 
without  any  other  ground.  The  term  whip  is  used  by  weavers  to 
denote  a  species  of  warp  rolled  upon  a  separate  beam  to  form  fancy 
patterns.    In  this  net  the  whole  warp  is  of  this  description ;  and, 

*  The  principal  reason  why  we  are  thns  reBtrieted  is,  that  we  have  oJraadly 
extracted  from  the  works  of  others  aH  the  valuable  or  **  JumxnoiuP  informa- 
taoo  which  they  contained  about  the  manufacture  of  « teaiSLt  fabrics.^  See 
^  lire's  Dictionary,"  and  <<  History  of  the  Cotbon  manufactures.'' 
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therefore,  only  one  beam  or  roll  is  required.  The  mounting  of  the 
whip  net,  like  that  of  the  common  gauze,  as  already  described,  (see 
Figs.  49  and  50,)  consists  of  two  back  leaves,  two  standards,  and 
two  becul  lams  or  half  leaves.  The  two  back  leaves  are  placed  be- 
hind the  reed  in  the  usual  way,  and  the  bread  lams  with  their 
standards  are  placed  in  front  of  the  lay,  between  the  race  board  and 
the  reed,  as  formerly  mentioned.  But  as  glass  beads  are  frequently 
used  instead  of  eyes  in  the  back  leaves  ^Iso,  and  these  mountings 
are  generally  constructed  to  weave  dropped  as  well  as  plain  nets, 
the  back  headles  are  usually  divided  into  four  leaves ;  by  which  the 
friction  is  avoided  that  would  be  occasioned  by  the  beads  being  too 
much  crowdied  together. 

Pig.  55. 


1 


is  a  plan  of  the  whip  net  moimting,  with  a  specimen  of  the  cloth 
annexed,  both  when  it  is  woven  plain,  and  when  it  is  dropped.  A 
and  B  are  the  two  back  leaves,  each  of  which  being  divided  into 
the  other  two  parts  marked  1  and  2  ;  C  and  D  are  the  standards ; 
and  1  and  2,  the  half  leaves  or  bead  lams,  corresponding  with  the 
doups  and  standards  of  the  full  gauze  mounting,  (see  Figs.  49  and 
50.)  The  reed,  which  shows  also  the  position  of  the  lay,  is  here 
seen  between  the  back  and  front  mountings.  Let  the  dots  on  the 
leaves  C  and  D  represent  sections  of  the  twine  of  which  the  headles 
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are  made,  and  they  will  point  out  the  position  of  the  standards. 
The  upper  bead  lams  with  their  beads,  through  which  the  whip 
threads  are  drawn,  will  then  appear  as  passing  through  the  headles 
or  standards  on  the  leaf  C,  the  beads  being  in  front  at  v  ;  and  the 
under  bead  lams  will  be  seen  as  if  rising  through  their  standards 
on  the  leaf  D,  crossing  below  the  others  towards  the  front  at  s. 
The  marks  on  the  treadles  will  point  out  the  raising  and  sinking 
cords,  as  in  the  plain  gauze. 

But  the  manner  in  which  the  bead  lams  cross  in  front  of  the 
standards  will  appear  to  more  advantage  in  Fig.  66. 

Pig.  56. 


Here  the  upper  bead  lam  shaft  is  marked  1,  and  its  standard  C ; 
the  under  lam  2,  and  its  standard  D,  as  in  Fig.  66.  When  the  open 
shed  is  formed,  the  bead  lams  assume  the  position  represented  in  Fig. 
66  at  Sj  and  v,  that  is,  the  bead  lam  x,  on  the  shaft  2,  crosses  in 
front  of  a  standard  on  the  shaft  C,  and  rises  on  the  left  of  the  bead 
lam  V,  while  the  bead  lam  v,  on  the  shaft  1,  crosses  in  front  of  a 
standard  on  the  shaft  D,  and  sinks  on  the  right  of  s :  the  threads 
passing  through  these  two  beads,  being  on  the  same  interval  of  the 
reed,  this  forms  the  open  shed ;.  which  is  pointed  out  by  the  pick 
2  in  Fig.  66.  Again,  in  forming  the  cross  shed,  the  bead  v,  is 
drawn  close  to  its  standard  at  m,  and  the  bead  :r,  is  drawn  back  to 
its  standard  at  a,  (see  Fig.  66,)  while  the  standard  D  is  raised,  and 
C  sunk,  as  in  the  cross  shed  of  the  common  gauze,  (this  shed  is 
marked  by  the  pick  1  in  Fig.  66,)  and  thus  the  crossings  of  the 
whip  are  effected. 
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It  wms  formerly  observed  that  the  back  and  front  mountings  of 
the  gauze  are  placed  at  about  three  and  a  half  or  four  inches  apart, 
that  the  warp  may  have  sufficient  room  to  twist  between  them  in 
opening  the  cross  shed.  In  nets,  however,  the  corresponding  cross- 
ing of  the  whip  takes  place  in  front  of  the  standaids,  where  it  is 
forced  nearly  into  a  vertical  position.  It  is  therefore  necessary  that 
the  whip  should  be  slackened  more  in  the  cross  shed  than  any  other 
kind  of  warp,  so  as  to  yield  freely  to  the  pressure  of  the  cross  treadles ; 
othemnse  it  would  be  almwt  impossible  to  obtain  a  shed.  The 
method  usually  employed  for  this  purpose,  both  for  this  and  the 
other  nets,  is  as  follows  :  a  o,  Fig.  57, 

Fig  57. 


L 


is  a  couper  suspended  from  the  ceiling  of  the  weaving  room,  or  from 
the  top  of  the  loom,  from  the  end  a,  of  which  a  cord  descends  to 
the  end  of  a  long  march  ti,  which  is  again  connected  to  the  cross 
treadle  L  To  the  other  end  o,  of  the  lever  or  couper  is  tied  the  cord 
i,  which  after  taking  two  turns  round  the  whip  roll  jr,  suspends  the 
pace  weight  u.  Sometimes  a  thong  or  strap  of  leather  is  used  for 
that  part  which  goes  round  the  roll,  and  a  little  chalk  rubbed  upon 
it  to  prevent  it  from  slipping.  Now,  it  is  plain  that  when  the  cross 
1,  is  pressed  down,  it  sinks  the  long  march  n,  and  consequently  the 
end  a,  of  the  couper,  by  which  the  other  end  o,  will  be  raised,  and 
turn  the  roll  round  on  its  axis  by  the  cord  t.  By  this  means  the 
whip  is  slackened,  and  a  greater  or  smaller  range  is  given  to  it,  to 
suit  any  given  pattern,  merely  by  shifting  the  fulcrum  or  centre  of 
motion  frirther  from,  or  nearer  to  the  end  o,  of  the  couper. 
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There  is  another  circumstance  Which  requires  particular  attention 
in  the  manufacture  of  nets,  that  does  not  occur  in  gau£e.  In  the 
gauze  mounting  the  two  threads  of  each  dent  of  the  reed  rise  and 
sink  between  their  respective  standards  and  in  the  cross  shed  the 
doups  or  half  leaves  are  drawn  tight  by  the  weights,  so  as  to  pass 
each  other  without  any  friction  ;  especiaUp  if  the  web  be  properly 
mounted.  In  the  whip  net,  however,  see  Fig.  66,  the  bead  lams 
project  beyond  their  opposite  standards ;  and,  therefore,  were  the 
weights  allowed  to  act  upon  them  with  their  whole  force,  they  would 
be  drawn  so  tight  or  close  to  their  standards,  as  to  prevent  the  beads 
from  tumbling,  as  it  is  termed ;  or  the  cross  shed  from  opening 
freely.  On  the  other  hand,  were  th^  bead  lams  too  slack,  the  fric- 
tion occasioned  by  the  tumbling  of  the  beads  would  soon  prove  de- 
structive to  the  standards,  besides  being  liable  to  get  frequently  en- 
tangled among  the  warp.  To  prevent  both  of  these  inconveniences, 
each  bead  lam  shaft  is  connected  at  each  end  to  the  opposite  shaft 
of  its  respective  standard,  by  a  piece  of  twine  called  a  bridle,  as  re- 
presented at,  m,  n,  in  Fig.  66.  By  means  of  these  bridles  the 
weaver  can  temper  the  front  mounting  as  he  [leases,  as  they  are 
made  with  snitches,  the  same  as  those  on  the  treadle  cords  of  looms 
for  tweeling.  Sometimes  the  under  bead  lam  shaft  is  bridled  to  the 
end  of  the  couper  of  the  front  standard,  by  which  method  the  bridles 
are  kept  clear  of  the  shuttle.  In  general  the  bead  lams  project 
through  their  standards,  when  the  mounting  is  stationary,  about  a 
quarter  of  an  inch ;  but  every  weaver  tempers  his  bridles  to  such  a 
degree  of  tension  as  may  best  suit  the  state  of  his  mounting. 

It  may  be  frirther  observed  of  nets  in  general,  that  the  weaving 
motions  should  be  very  slow,  uniform^  and  steady.  The  sheds  are 
opened  by  a  gradual  pressure  of  the  foot  upon  the  treadles,  without 
aay  sudden  jerks,  which  would  cut  the  whip»  and  in  a  short  time 
ruin  the  mounting.  At  the  same  time,  the  lay  is  worked  with  a 
steady  motion,  while  the  shed  is  opening.  The  shuttle  is  driven 
through  the  sheds  with  equal  caution,  lest  it  should  dip  or  get  en- 
tangled among  the  bead  lams  or  standards.  This,  however,  is  in 
a  great  measure  prevented  by  pins  of  brass  wire  driven  into  the  lay, 
immediately  behind  the  race  board,  along  which  the  shuttle  runs, 
instead  of  the  reed  as  in  other  kinds  of  weaving.  After  the  pick 
has  been  thrown  into  the  shed,  the  treadle  is  relieved  in  the  same 
gentle  way,  by  which  the  weights  have  sufficient  time  to  act  upon 
the  bead  lams,  and  keep  them  in  a  uniform  degree  of  tension,  while 
the  lay  is  brought  forward  with  the  same  steady  motion  to  the  &ce 
of  the  cloth. 
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It  is  also  of  the  greatest  importance  that  all  the  cordings  be  pro 
perly  tempered ;  which,  with  due  attention,  will  be  easily  effected 
by  means  of  the  snitch  knot,*  which  must  be  well  known  to  every 
practical  weaver. 

As  the  crossing  of  the  whip  in  net  weaving  necessarily  produces 
considerable  friction,  a  greater  power  is  requisite  to  be  exerted  on 
the  cross  treadle  than  in  any  other  species  of  light  fabrics  :  for  this 
reason,  the  treadles  are  placed  below  the  warp  roll,  and  the  weaver 
works  on  the  ends  towards  him,  by  which  he  gains  the  whole  of 
the  lever  power. 

SPIDER  AND  MAIL  NETS.t 

These  two  nets  are  woven  in  the  same  mounting,  and  have  the 
same  relation  to  each  other  as  the  gauze  and  lino. 

The  mounting  is  merely  that  of  the  common  gauze,  which  is 
here  called  the  ground,  combined  with  that  of  the  whip  net,  with 
which  the  ground  is  interwoven. 

The  gauze  part  of  the  mounting,  and  the  back  leaves  of  the  net, 
are  placed  behind  the  reed  ;  and  the  two  bead  lams  and  their  stand- 
ards are  before  it,  as  in  the  preceding  mounting,  (Fig.  65.)  Either 
of  the  methods  for  reducing  the  number  of  leaves,  formerly  ex- 
plained, may  be  adopted  for  the  ground  ;  although  the  full  mount- 
ing is  generally  preferred :  for,  with  the  full  mounting  only  two 
warp  rolls  are  necessary,  one  for  the  ground  and  the  other  for  the 
whip,  while  either  of  the  former  methods  require  two  for  the  ground, 
that  one-half  of  the  warp  may  yield  a  httle  more  than  the  other 
while  the  cross  shed  is  forming. 

The  Spider  net  is  woven  with  two  treadles  which  produce  the 
texture  of  plain  gauze,  interwoven  with  the  whip :  the  mail  net  re- 
quires only  the  addition  of  a  plain  treadle  on  which  every  fourth 
pick  of  weft  is  thrown,  as  in  Fig.  68. 

*  This  is  merely  a  modification  of  the  slip  knotj  known  to  Irishmen  under 
the  name  of  CPDchertiifs^  or  the  hangman^a  noose. 

t  The  moat  extrcwrdinary  account  of  a  spider's  web,  which  I  have  ever 
seen,  is  that  given  by  Lieutenant  W.  Smyth.  He  says,  "  We  saw  here  (viz, 
at  Pachiza,  on  the  river  Huayabamba  in  Peru)  a  gigantic  spider's  web  sus- 
pended to  the  trees :  it  was  about  25  feet  in  height^  and  near  50  in  length  ; 
the  threads  were  very  strong,  and  it  had  the  empty  sloughs  of  thousands  of 
insects  hanging  in  it  It  appeared  to  be  the  habitation  of  a  great  number 
of  spiders  of  a  larger  size  than  we  ever  saw  in  EnglandJ"— Narrative  of  a 
Journey  from  Lima  to  Para,  London,  1836,  p.  141. 
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SProER  NET. 

Pig.  6a 


18  a  plan  of  this  mounting,  with  specimens  of  the  varieties  it  pro- 
duces, in  which  the  different  crossings  of  the  ground  and  whip  may 
be  easily  traced.  The  back  leaves  of  the  gauze  are  marked  1  and 
2,  the  standards  A  and  B,  and  the  doups,  a  and  c.  The  back 
leaves  of  the  net  are  marked  3  and  4,  and  these  are  all  behind  the 
reed  as  formerly  noticed.  In  the  front,  between  the  race  board  and 
the  reed,  are  placed  the  ^hip  standards  C  and  D,  with  their  respec- 
tive bead  lams,  v  and  x.  The  position  of  the  whip  standards, 
with  respect  to  the  threads  of  warp,  is  pointed  out  by  dots  on  the 
shafts  C  and  D,  one  on  each  side  of  its  respective  bead  lam ;  these 
lams  appear  in  the  fig.  as  if  a  Uttle  slackened  by  the  open  shed,  and 
crossing  each  other  in  front  of  the  standards,  exhibit  the  whip 
threads  passing  through  the  beads  at,  v  and  or,  (see  Fig.  68.)  The 
crossing  of  the  bead  lams,  when  the  open  shed  is  frilly  formed,  will 
appear  to  more  advantage  in  Fig.  66,  the  threads  of  gauze  warp 
being  in  the  position  of  the  letters,  v  and  x. 

By  comparing  this  plan  with  those  of  the  gauze  (Figs.  49  and 
60)  and  whip  net  (Fig.  66)  considered  separately,  the  process  of 
taking  the  warp  through  the  headles  and  tying  up  the  treadles  will 
be  obvious,  and  can  require  no  further  explanation ;  for  each  of  the 

18 
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mountings  are  tied  to  the  treadles  in  the  same  order  as  if  they  had 
been  mounted  separately. 

It  may  be  necessary  to  obeerre,  however,  that  when  the  full  gauze 
mounting  is  employed,  as  in  the  present  example,  or  when  the  back 
doup  and  standard  are  omitted,  each  treadle  will  produce  similar 
sheds  in  both  mountings ;  that  is  to  say,  either  both  open  or  both 
cross,  but  when  the  gauze  part  is  mounted  with  the  bead  lam  and 
standard,  it  is  necessary  to  cord  the  treadles  so  as  to  produce  the 
open  shed  of  the  gauze  along  with  the  cross  shed  of  the  whip ; 
otherwise  the  whip  would  not  run  in  between  the  threads  of  gauze 
warp  to  form  the  net  distinctly  as  represented  in  the  specimen. 
(See  Pig.  68.) 

The  apparatus  for  slackening  the  whip  in  the  cross  shed,  as  well 
as  the  bridles  for  preventing  the  bead  lams  from  being  drawn  too 
close  to  their  standards,  are  also  necessary  in  this  mounting,  and 
are  appUed  in  the  very  same  manner  as  in  the  whip  net. 

PATENT  NET,  OR  NIGHT  THOUGHT. 

This  net,  like  the  preceding,  consists  of  a  gauze  ground  inter- 
woven with  whip.  Two  sets  of  mounting  are  therefore  requisite, 
one  for  the  ground  and  the  other  for  the  whip  or  net  part ;  but,  as 
this  net  involves  greater  variety  than  any  of  those  already  explained, 
it  requires  four  treadles  to  work  one  set  of  the  pattern.  Either  tbe 
fiill  mounting  or  one  of  the  contracted  methodsi  may  be  empbyed 
for  the  gauze  part,  and  the  whip  requires  two  back  leaves,  and 
two  bead  lams  and  their  standards.  When  the  fiill  gauze  mount* 
ing  is  employed  three  warp  rolls  are  requisite,  one  for  the  ground' 
and  two  for  the  whip.  These  last  are  necessary,  as  one  half  of  the 
whip  is  occasionally  crossed  while  the  other  half  is  straight  and 
parallel,  and  consequently  each  half  must  be  slackened  indepen- 
dently  of  the  other.  When  the  gauze  part  is  woven  either  with 
the  bead  lam  shaft,  or  by  omitting  the  upper  doup  and  standard, 
two  rolls  are  also  necessary  for  the  ground,  as  formerly  described. 
Some  add  another  roll  for  the  selvages,  which,  being  woven  plain 
without  any  twist,  do  not  work  up  equally  with  the  other  warp. 
This,  however,  is  commonly  avoided  by  beaming  the  selvages  on 
the  same  roll  with  the  ground,  and  suspendii^  a  small  weight 
to  each  below  the  roll  to  keep  them  moderately  tight,  and  the  alack 
part  is  taken  in  at  the  face  of  the  doth,  when  necessary,  at  the  end 
of  the  piece. 
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PATENT  NET,  OR  NIGHT  THOUGHT. 

Fig.  59. 


is  a  plan  of  the  night  thought  mounting,  with  a  specimen  of  the 
cloth,  as  in  the  other  examples.  The  shafts  marked  1  and  2  are 
the  back  leaves  for  the  gauze  part,  the  back  leaves  for  the  whip 
being  marked  3  and  4.  5,  6,  7  and  8  are  the  doups  and  standards 
of  the  ground  mounting,  which  in  this  example  is  a  full  mounting ; 
the  bead  lams  and  their  standard  which  are  before  the  threads  are 
marked,  a,  6,  t,  o,  and  are  placed  exactly  in  the  same  position  as  in 
the  other  mountings  for  net  weaving.* 

*  For  some  interesting  notices  of  the  great  spider  of  Brazil  the  reader  is 
referred  to  CalddeughHi  Travels  in  South  America,  London,  1825,  Vol.  I. 
ch.  a.  p.  41 ;  and  to  tlw  Rev.  R*  Walsh's  Notices  of  Brazil,  London,  1830, 
Vol  IL  p.  300, 301.  Mr.  Caldcleugh  «*  imiMed  hi  liheratmg  from  n  ^rider^B 
net  a  bird  of  the  size  of  the  stoaUow,  quite  exhausted  with  siraggiiftg,  aad 
ready  to  fall  a  prey  to  its  indefatigable  enemies."  Mr.  Walsh  had  his  light 
straw  hat  removed  from  hm  head  by  a  similar  wdb  extending  fW>m  tree 
to  tree  in  an  opening  through  which  he  had  occcurion  to  pass.  He  wound 
opoo  a  card  sevtnd  of  the  thiead»  composiiig  the  web;  and  he  observes, 
that  as  these  spiders  are  gregarious,  the  difficuilies  expenenoed  by  M.  Bon 
from  the  ferocity  of  the  solitary  European  spiders  in  killing  and  devourmg 
one  another,  like  Kilkenny  cats,  would  not  exist  if  the  attempt  were  made  to 
obtain  clothing  from  the  former. 
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Fig.  60. 


is  a  front  elevation  of  the  bead  lams  and  their  standards^  represent- 
ing their  position  when  the  open  sheds  are  formed ;  a,  is  the  shaft 
of  the  upper  bead  lams,  and  o,  that  of  the  under  ones ;  e,  and  t, 
are  the  back  and  fore  standards  respectively.  In  the  shed  here  ex- 
hibited, which  is  opened  by  the  treadle  marked  4,  (see  Fig.  59) 
both  the  upper  and  under  lams  are  slack,  and  after  crossing  two 
dents  of  gauze  and  one  of  whip,  the  former  are  sunk  and  the  latter 
raised  by  the  whip  which  is  now  acted  upon  entirely  by  the  back 
leaves.  That  is,  the  upper  lams  cross  from  their  standards  at  u,  to 
the  interval  x,  where  they  are  sunk  ;  and  the  under  ones  from  dj 
to  c,  where  they  are  raised  (see  Fig.  60.)  The  treadle  2  (see  Fig. 
69)  draws  both  the  upper  and  under  lams  tight  to  their  standards, 
by  which  the  former  are  sunk  and  the  latter  raised ;  at  the  same 
time  the  groimd  forms  the  open  shed.  In  the  shed  formed  by  trea- 
dle 1,  the  upper  lams  are  tight  and  sunk  by  their  standards,  while 
the  under  ones  are  slack  and  raised  by  the  whip,  the  ground  form- 
ing the  cross  shed.  All  this  will  plainly  appear  by  an  attentive  pe- 
rusal of  the  two  Figs.  69  and  60 

PRINCESS  ROYAL  NET. 

This  net  is  woven  in  a  mounting  the  very  same  as  that  of  Night 
Thought,  but  with  a  small  difference  in  the  order  of  taking  the 
whip  through  the  headles  and  tying  up  the  treadles. 

But  as  these  are  distinctly  marked  on  the  plan  Fig.  61. 
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Fig.  61. 


they  can  require  no  further  explanation.    Fig.  62 

Fig.  62. 


shows  the  crossing  of  the  bead  lams  in  the  open  shed  in  the  sama 
manner  as  in  the  preceding  net. 
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DROPPED  NETS. 

The  whip  and  mail  neto  are  frequently  oniamented  with  a  va- 
riety of  figures,  which  are  formed  on  the  cloth  merely  by  preventing 
the  crossingB  of  certain  portions  of  the  whip^  for  one  or  more  picks 
of  weft,  which  leaves  open  spaces  in  the  ground  larger  than  the 
common  meshes  of  the  net ;  Uiis  may  be  effected  either  by  prevent- 
ing part  of  the  upper  bead  lam  whip  from  sinking,  or  of  the  under 
bead  lam  whip  from  rising,  in  the  open  shed,  by  means  of  additional 
back  leaves  appUed  for  that  purpose. 

These  examples,  it  is  presumed,  will  be  suflBcient  to  explain  the 
nature  and  process  of  net  weaving,  and  lo  show  that  by  changing 
the  order  of  the  draught,  cording  and  treading,  considerable  variety 
may  be  produced  in  these  fabrics.  Among  the  ancient  Egyptians 
the  art  of  netting  was  generally  connected  with  that  of  weaving. 
It  will  be  seen  from  the  annexed  engraving,*  that  the  process  did 


not  differ  very  much  from  that  which  is  in  use  at  the  present  day. 
But  the  Egyptians  not  only  made  nets  for  useful  purposes,  but  also 
for  ornamental.  Netted  purses,  curtains,  and  upper  dresses  are 
common  on  the  monuments,  and  several  of  them  are  exquisitely 
beautiful.  Indeed  the  Egyptian  ladies  seem  to  have  been  always 
anxious  to  display  their  chcurms,  and  to  obtain  fribrics  of  thin  and 
light  texture.  The  Eigyptian  muslins  were  so  delicate  as  to  receive 
the  name  of  "  woven  air,^  the  limbs  appear  through  them,  and  the 
whole  form  is  distuictly  displayed.  We  have  already  mentioned 
the  use  of ''  wrought  gold  "  both  in  the  weaving  and  the  embroidery 
of  Eg3rpt.  It  is  sufficiently  etvidant,  from  what  has  been  said  in  the 
introductory  part  of  this  work,  that  the  art  of  dyeing  had  made  as 
great  progress  as  that  of  weaving. 

*  Vide  Wilkinson's  "  Manners  and  customs  of  the  Ancient  Egyptians  " 
VoL  m.  p.  134. 
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FIGURED  WEAVING. 

We've  heard  of  labyrinthe  and  gordian  knots, 
And  other  thinge  whieh  try  your  men  of  skill ; 
But  here  we  ibr  a  time  shaU  torn  our  thoughts 
To  something  even  more  eompiieated  still. 

Having  described  in  the  preceding  sections  the  elementary  princi* 
pies  of  weaving,  and  developed  some  of  their  most  usefiil  combina- 
tions, with  the  necessary  illustrations  to  make  them  perfectly  under- 
stood, it  now  devdves  upon  us  to  show  how  those  principles  may 
be  extended  beyond  the  scope  of  leaves  of  headks,  by  aid  of  lh» 
draw  loom. 

DESCRIPTION  OP  THE  DRAW  LOOM. 
Fig.  63. 


is  a  front  devation  of  the  common  draw  loom.  The  frame  AA  is 
called  the  carriage,  from  its  use  in  supporting  the  harness ;  and  rests 
on  the  capes  of  the  loom,  which  are  seen  in  section  at  A' A'.  On 
the  top  of  this  frame  is  fixed  the  pulley  box  E*  which  contains  the 
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pulleys  over  which  the  tail  cords  run  when  any  part  of  the  harness 
is  raised  to  form  a  shed,  or  sheds. 

This  box,  a  horizontal  view  of  which  is  given  in  Fig.  64, 

Fig.  64. 

B  A 

10  1 

20  U 

30  12 

C  D 


A2 

is  placed  in  a  glinting  position  sufficient  to  allow  the  tail  cords  BB 
to  sink  in  opening  the  sheds,  without  obstruction  from  the  frame  or 
pulleys  below. 

The  harness  is  composed  of  the  following  parts;  namely,  the 
neck  twines,  which  extend  from  the  neck  of  the  harness,  as  pointed 
out  by  the  figures  of  reference  1,  2,  3,  4,  5,  6,  7,  8,  9  and  10,  to  the 
knots  at  EE ;  the  sleepers,*  which  connect  the  neck  twines  with  the 
mails  at  DD ;  the  mails,  which  are  the  substitutes  for  the  eyes  of 
headles,  through  which  the  warp  threads  are  drawn,  and  of  which 
a  more  distinct  view  will  be  found  in  Fig.  66  ; 

Fl^.65. 


*  The  name  usually  given  to  that  part  of  the  cords  or  mountings  which 
passes  through  the  board  CC,  commencing  at  the  knots  £1£,  and  ending  at 
the  mails  DD. 
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the  twines,  that  connect  the  mails  and  leads  w  weights  at  XX, 
called  hangers,  to  smk  the  mails  after  they  have  been  raised  to  f(Hrm 
the  shed  or  sheds. 

CC  is  the  hole  board,*  through  which  the  sleepers  pass ;  and  this 
regulates  the  distance  of  the  mails  and  the  fineness  of  the  harness. 
The  &ce  of  this  board  is  represented  in  Fig.  66. 

Fig.  66. 
B 


A 

in  which  it  will  be  observed  that  the  holes  for  the  harness  twines 
run  in  obUque  lines,  that  the  mails  may  have  sufficient  room  to 
stand  directly  opposite  to  their  respective  intervals  of  the  reed,  with- 
out being  too  much  crowded  together.  The  reed  and  harness  board, 
therefore,  must  be  of  the  same  set  or  fineness ;  or  should  a  harness 
board  of  a  finer  set  than  the  reed  be  at  any  time  employed,  the 
supernumerary  holes  must  be  left  empty  at  regular  intervals  and 
in  complete  rows,  as  in  the  method  followed  by  weavers  in  set- 
ting their  headles.  It  may  be  observed,  however,  that  although 
the  sets  of  reeds  in  America  be  calculated  on  37  inches,  yet  the 
sets  of  the  harness  board  are  comprised  in  36,  so  tliat  in  37  inches 
of  the  harness  board  there  will  be  the  number  of  dents  contained  in 
one  inch  of  any  given  set  more  than  in  the  same  breadth  of  the  reed. 
As  each  part  or  division  into  which  the  harness  is  tied  begins  alwa}rs 
with  a  complete  row  of  the  harness  board,  this  addition  is  made  as 
an  allowance  for  any  holes  that  may  be  left  empty  at  the  ends  of 
such  parts  as  are  not  multiples  of  five.  Thus  were  the  harness  to 
be  tied  into  such  parts  as  100,  106,  110,  116,  &c.,  mails,  every  part 
would  exactly  fill  a  certain  number  of  rows  in  the  harness  board 
when  there  were  five  in  each  row :  but  in  a  tie  of  102,  for  instance, 


*  CaUed  hole  board  from  the  fact  of  its  being  pierced  with  a  great  number 
of  holes ;  a  clearer  view  of  which  will  be  had  in  Fig.  66w  Scotch  weavers 
often  call  it  by  the  name  of  '^holy  brod  f  but  the  words  holy  and  rigfUeoM 
being  almost  synonymous,  we  think  the  latter  of  these  terms  quite  as  appli- 
cable as  the  former ;  however,  we  shall  excuse  these  broad  Scotchmen,  as 
they  are,  no  doubt,  a  very  holy  people.  Among  Yorkshiremen,  the  appella- 
tion of  "  cumber  boord"  is  used  for  this  part  of  the  loom,  from  the  circum- 
stance of  its  being  much  encumbered  with  strings,  dtc :  but,  for  our  part,  we 
would  prefer  the  Yankee  name  of  "harness  board.*^ 

19 
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there  would  be  three  holes  left  empty  at  the  end  of  each  part ;  which, 
consequently,  would  make  the  hiumess  considerably  broader  than  the 
reed,  were  it  not  for  the  above  allowance.  It  may  be  further  re- 
marked, that,  although  in  the  present  example  there  are  only  five 
holes  in  each  obUque  row  in  the  board,  which  is  the  number  appro- 
priated to  four  thread  harnesses,  yet  in  dent  and  full  harnesses, 
where  a  greater  number  of  mails  must  necessarily  occupy  the  same 
space,  the  number  of  holes  in  each  row  is  extended  to  ten,  and  in 
French  shawl  looms  even  sometimes  to  thirty-two.*  From  these 
observations  it  will  evidently  appear,  that  two  mails  wOl  stand  oppo- 
site to  one  interval  of  the  reed  in  a  full  harness ;  one  in  a  spht  or 
dent  harness  ;  and  in  a  four  thread  harness,  one  mail  will  occupy 
the  space  of  two  dents  or  sphts  of  the  reed. 

From  the  tail  at  W  descends  the  simple,  cords  F  F,  or  as  they  are 
termed  collectively  the  simple,  down  to  the  floor  at  Z,  where  they 
are  fastened.  It  is  on  this  part  of  the  draw  loom  that  the  pattern  is 
read  on  from  the  design  paper.  The  twines  at  1 1 1  are  termed  the 
lashes,  and  are  necessary  for  separating  the  simples  of  any  shed 
which  is  to  be  opened  from  those  that  remain  stationary  ;  N  N  N 
are  the  heads  to  which  the  lashes  are  attached,  and  are  made  to 
run  or  sUde  with  a  noose  on  the  gut  cord  L,  at  pleasure.  The  gut 
cord  commonly  extends  from  the  roof  of  the  shop  to  the  floor,  (as 
shown  in  Fig.  63,)  parallel  to  the  simple.  KK  are  the  bridles, 
which  being  connected  with  the  lashes  at  equal  distances,  draw 
them  down  in  succession  as  they  are  wanted  by  the  draw  boy. 

The  number  of  mails  necessary  to  produce  one  set  of  a  pattern, 
make  what  is  denominated  a  part,  or  the  tie  of  the  harness  ;  and 
as  every  mail  in  one  part  must  rise  independently  of  the  others, 
each  must  have  its  respective  cord  both  in  the  tail  and  simple ;  so 
that  the  greater  the  range  of  the  pattern,  the  greater  will  be  the 
number  of  simple  cords.  Hence  it  is  evident,  that  were  a  harness 
to  be  tied  in  one  part  only,  there  would  be  a  tail  and  simple  cord 
for  each  mail  in  the  width  of  the  web.  But  as  patterns  of  this  ex- 
tent are  not  very  common,  it  is  usual  to  divide  the  harness  into  such 
a  number  of  parts  as  may  be  most  suitable  to  that  species  of  goods 
on  which  it  is  to  be  employed,  and  these  parts  are  repeated  to  make 
up  the  full  width. 

By  this  means  the  number  of  tail  and  simple  cords,  together  with 

*  Our  fHend,  Monsieur  Dioudonnat,  of  No.  12  Rue  St  Maur,  Paris,  (France) 
generally  pieroee  his  harness  boards  with  thirty-two  holes  in  the  row  (in 
breadth.) 
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the  pulleys,  wUl  be  diminished  in  propoition  as  the  number  of  parts 
in  a  given  harness  are  increased.  It  is  also  obvious,  that  as  each 
simple  cord  is  connected,  by  means  of  its  tail  cord,  to  a  correspond- 
ing mail  in  ecu^h  part,  the  pattern  which  is  produced  will  be  merely 
the  same  group  of  figures,  repeated  as  often  as  there  are  parts  in  the 
harness  or  mounting. 

MOUNTING  THE  LOOM. 

When  a  harness  is  to  be  constructed,  as  it  is  termed,  a  frame, 
such  as  is  represented  in  Fig.  67. 

Pig.  67. 


A«  A« 


must  be  procured ;  and  the  two  upright  sides,  AA  are  fastened  to 
the  inside  of  the  loom,  one  on  each  side,  and  in  the  very  same  posi- 
tion between  the  cloth  and  the  warp  rolls,  which  the  harness  is 
afterwards  to  occupy.  The  cross  bar  of  wood  or  slab  stock  A^  A', 
slides  up  and  down  in  grooves  cut  in  these  side  pieces,  and  may  be 
fixed  with  small  bolts  at  any  given  height,  to  suit  the  position  of 
the  mails  after  the  harness  is  tied.  In  the  upper  edge  of  the  slab 
stock,  which  is  somewhat  rounded,  is  a  groove  into  which  the 
under  ends  of  the  mails  are  inserted  during  the  process  of  mounting 
the  harness. 
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Thk  frame  being  thus  adjusted,  the  operator  prooeede  to  hang 
the  leads,  or  connect  them  to  their  respective  mails.  This  is 
effected  by  taking  one  end  of  the  harness  twine,  cut  of  the  proper 
length,  through  the  under  hole  of  the  mail,  and  again  through  the  ^ 
upper  end  of  the  lead ;  after  which  both  ends  of  the  twine  are 
stretched  down  below  the  slabstock,  one  on  each  side,  where  they 
are  knotted,  and  the  knot  slipped  down  to  the  top  of  the  lead,  so  as 
to  be  clear  of  the  warp  when  the  sheds  are  opened  ;  the  distance 
between  the  mail  and  the  lead  being  about  nine  inches.  A  more 
durable  method  of  hanging  the  leads,  however,  is  to  tsike  both 
ends  of  the  twine  through  the  hole  of  the  lead,  and  then  turning 
them  backward,  one  on  each  side,  to  knot  them  U^ether.  These 
twines  or  hangers  are  made  of  flaxen  yam,  from  three  to  nine  ends 
laid  together,  and  must  be  well  twisted. 

The  harness  leads  are  made  by  cutting  a  piece  of  sheet  lead  into 
long  square  slips,  and  afterwards  drawing  them  through  circular 
holes  of  different  diameters  in  a  steel  plate,  till  reduced  to  the  re- 
quisite size ;  after  the  manner  of  drawing  other  metallic  wires. 
They  are  aft;erwards  cut  off  to  the  proper  lengths ;  and  the  weight 
suitable  for  any  harness  is  estimated  by  the  number  of  these  pieces 
in  a  pound.  Thus,  for  the  borders  of  shawls  in  the  cotton  manu- 
&cture  the  leads  are  from  fourteen  to  sixteen  inches  IcNig,  and  those 
for  the  bosom  or  body  from  eight  to  ten.  The  weight  of  leads  for  a 
four  thread  harness  will  be  about  fourteen  in  the  pound  for  the 
borders,  if  intended  for  shawls ;  and  from  f<^y-five  to  fifty-five  for 
the  bosoms,  being,  however,  governed  according  to  the  number  of 
parts  into  which  the  harness  is  tied  ;  for  the  greater  the  number  of 
parts,  the  more  leads  will  be  attached  to  each  simple  cord ;  and  there- 
fore, they  must  be  proportionably  lighter,  and  the  contrary.  The 
leads  for  the  borders  of  a  two  thread  shawl  are  the  same  as  those  of 
the  four  thread,  [^ovided  the  borders  are  not  gathered;  but  for 
gathered  borders,  which  have  double  the  number  of  threads  attached 
to  each  simple  cord,  they  are  from  twenty  to  twenty-five  in  the 
pound,  and  of  the  same  length  as  the  fourteen  to  the  pound.  The 
bosom  or  body  leads  are  fr<»n  fifty  to  sixty  in  the  pound,  according 
to  the  number  of  parts  in  a  given  breadth  of  the  harness  and  the 
number  of  lashes  requisite  for  the  pattern ;  for,  it  is  evident  that  the 
more  lashes  there  are  on  the  simple,  the  greater  will  be  the  friction 
on  the  simple  cords  in  passing  through  them ;  and  consequently  the 
leads  must  be  heavier  to  sink  the  mails  after  being  raised.  Full 
harnesses,  in  general,  require  leads  from  eighty  to  a  hundred  in  the 
pound  for  the  bodies  of  shawls,  but  if  the  parts  into  which  they  are 
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tied  be  numerous,  the  leads  are  sometimes  used  as  light  as  a  hun- 
dred and  ten. 

When  the  leads  are  all  hung,  and  the  under  ends  of  the  mails 
inserted  in  the  grooves  of  the  slabstock,  a  piece  of  stroi^  wire,  (flat- 
tened by  passing  it  between  a  reed  maker's  rollers,)  is  run  through 
their  eyes,  by  means  of  which  they  are  all  kept  at  the  same  uniform 
height.  The  wire  is  then  tied  firmly  to  the  slabstock  with  pieces 
of  strong  twine,  at  such  distances  as  are  sufficient  to  prevent  the 
wire  from  bending,  or  allowing  any  portion  of  the  mails  to  rise  higher 
than  the  others  while  iymg  the  neck ;  all  of  which  process  will  be 
apparent  by  referring  to  Fig.  67. 

When  the  sleepers  are  taken  through  the  upper  holes  of  their  re- 
spective mails  they  are  divided  into  the  parts  or  portions  in  which 
the  harness  is  to  be  tied.  The  holes  in  the  harness  board  are  then 
counted  off  for  each  part  or  pattern,  commencing  with  the  hole 
nearest  the  right  hand  selvage ;  which,  if  a  right  hand  hamessj 
will  be  in  the  front,  as  at  Fig.  66 ;  but  in  the  backmost  row  on  the 
board,  if  a  left  hand  harness.  Changing  the  position  of  this  hole 
from  the  front  to  the  back  row  is  effected  merely  by  turning  up  the 
other  jGsu^  of  the  harness  board.  Then,  if  the  part  be  composed  of 
any  number  of  fives,  as  30,  36,  60,  &c.  six,  seven,  ten,  &c.  of  the 
oblique  rows  are  set  ofi*  for  each  part  respectively ;  but  if  the  part  is 
not  divisible  by  five,  as  for  example  the  number  64 ;  then,  there 
must  be  thirteen  obUque  rows  appropriated  to  each  part,  which  will 
leave  one  hole  empty  at  the  end  of  each,  as  was  formerly  observed. 
The  sleepers  are  now  taken  up  through  the  harness  board  in  regular 
succession. 

The  board  is  next  fixed  very  firmly  in  the  centre  of  the  loom, 
exactly  in  the  same  situaticm  in  which  it  is  afterwards  to  remain, 
and  at  the  height  of  about  8^  inches  above  the  mails.  The  sleepers, 
which  are  made  of  the  same  twine  as  the  hangers,  are  in  length, 
from  the  mails  to  the  knots  above  the  harness  board,  about  16^ 
inches.  The  position  of  the  harness  in  the  loom  will  depend  in  a 
great  measure  on  the  nature  of  the  work  in  which  it  is  to  be  em- 
ployed. Thus,  for  example,  a  pressure  harness  must  stand  further 
than  a  friQ  harness  from  the  breast-beam  ;  which  is  that  wooden 
bar  over  which  the  cloth  passes  to  the  receiving  roll.  The  common 
distance  of  a  pressure  harness  from  the  breast-beam  is  about  twenty- 
two  inches ;  and  a  frill  harness  eighteen  inches ;  and  of  a  seeding 
harness,  which  in  general  is  placed  before  the  ground  leaves  about 
twelve  inches.  The  height  of  the  niails  in  a  frdl  harness  is  about 
three-fourths  of  an  inch  below  the  level  of  the  breast-beam  ;  in  the 
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split  and  four  thread  harness  the  mails  should  stand  about  one  inch 
and  a  quarter  below  this  level,  and  to  these  respective  heights  the 
harness  board  must  be  accurately  adjusted. 

The  mails  being  now  divided  into  parts,  the  sleepers  of  the  first 
part  are  laid  over  the  edge  of  the  harness  board  on  one  side,  and 
those  of  the  second  on  the  other,  and  so  on  alternately,  that  each 
part  may  be  kept  distinct  from  the  others  ;  then  the  twine  or  sleeper 
attached  to  each  mail,  being  now  double,  is  knotted  to  its  respective 
neck  twine  ;  which  must  be  cut  of  a  length  sufficient  to  reach  from 
these  knots  to  the  ends  of  the  tail  cords  at  the  neck.  This  process 
is  called  heeting  the  harness.  These  neck  twines  are  made  of  three 
ends  of  flax  yarn^  well  twisted,  and  weigh  from  two  and  a  half  to 
five  and  a  half  ounces  per  hank  of  four  cuts :  the  coarse  twine  being 
employed  for  those  harnesses  which  are  divided  into  the  fewest  parts. 
These  neck  twines,  however,  will  vary  in  length  according  to  the 
width  of  the  harness.  For  example,  for  a  harness  fifty-four  inches 
wide,  the  neck  twines  may  be  five  feet  six  inches  long. 

In  the  process  of  beeting  the  harness  the  snitch  knot  used  on  the 
treadle  cords  in  tweeling,  &c.  is  mostly  employed,  to  enable  the 
weaver  to  adjust  any  of  the  twines  that  may  have  been  slacker  or 
tighter  tied  than  the  others ;  and  this  is  efiected  when  the  neck 
twines  are  single,  which  is  commonly  the  case  for  light  frtbrics,  by 
casting  a  loop  knot  on  one  end  and  forming  it  into  a  snitch,  through 
which  the  two  ends  of  the  sleeper  are  taken  and  knotted  in  the  usual 
way,  to  prevent  them  from  slipping.  In  some  harnesses,  however, 
which  are  intended  for  stouter  fabrics,  the  neck  twines  are  taken 
double  through  the  hole  board  ;  in  which  case  the  two  ends  of  the 
sleeper  are  tied  together,  and  formed  into  a  snitch,  into  which  the 
two  ends  of  the  neck  twine  are  inserted,  and  afterwards  knotted. 

Before  the  operator  can  proceed  fiirther,  the  tail  must  be  warped ; 
which  is  effected  by  winding  the  twine  round  two  nails  or  pins, 
fixed  in  the  wall  of  a  house  at  a  distance  from  each  other  equal  to 
the  whole  length  of  the  tail,  and  this  is  commonly  about  eighteen 
feet ;  though  some  tails  are  now  made  as  short  as  fourteen.  This 
part  of  the  draw  loom  is  made  of  what  is  termed  by  the  spinners  of 
this  article,  unlaid  twine,  a  quality  which  prevents  it  from  untwist- 
ing after  it  is  tied  to  the  neck  twines  of  the  harness. 

When  the  requisite  number  of  tail  cords,  which  must  always  be 
equal  to  the  number  of  mails  that  are  to  rise  independently  of 
each  other,  are  thus  laid  t(^ether,  a  lease,  as  in  warping,  (see  Pig. 
3,  Section  1st.)  is  formed  at  one  end,  and  the  loops  cut  at  the  other ; 
at  the  lease  end  the  loops  are  separated  into  small  parcels,  corn- 
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monly  five  Id  each,  and  formed  into  snitcbes,  by  which  they  are 
£Bistened  at  equal  distances  round  the  tail  stick  so  that  they  may 
stand  nearly  equal  to  the  breadth  of  the  tail.  This  piece  of  wood 
or  tail  stick  is  jGetstened  to  the  ceihng  of  the  shop  where  the  tail  ter- 
minates. The  other  ends  of  the  tail  cords  are  taken  through  the 
pulley  box,  with  the  assistance  of  a  small  hook,  in  the  following 
order :  supposing  the  tail  cords  to  be  numbered  1, 2, 3, 4, 5,  6,  7,  8, 

9  and  10,  from  the  bottom  of  the  back  row  at  A  to  the  top  at  B,  (see 
Fig.  64,)  then  the  first  ten  cords  will  pass  over  the  pulleys  from  1  to 

10  respectively ;  the  second  ten  cords  over  the  pulleys  11  to  20 ; 
the  third  ten  over  21  to  30 :  and  so  on,  always  commencing  each 
row  of  pulleys  at  the  lower  part  of  the  box  A.'  All  these  arrange- 
ments being  made,  and  a  wooden  firame  called  mounters  or  justera, 
such  as  that  employed  in  mounting  leaves  with  coupers,  is  fixed  to 
the  cape  of  the  loom  and  over  the  tail  at  W,  to  keep  the  cords 
equally  tight  and  at  the  prc^r  angle,  the  harness  is  then  ready 
for  tying. 

In  the  plan  of  a  harness  Fig.  63,  it  will  be  observed,  that  there 
are  ten  mails  numbered  on  the  edge  of  the  harness  board,  which  is 
repeated  four  times,  indicating  that  the  harness  is  tied  in  four  parts 
of  ten  mails  each,  which  supposes  only  one  row  of  holes  in  the  har- 
ness board.  But  as  there  are  five  such  holes  in  the  board  Fig.  66, 
though,  to  save  room  in  the  representation,  there  are  only  sixteen 
oblique  rows,  the  harness  may  be  calculated  upon  fifty  mails  for 
each  part,  which,  though  still  on  a  limited  scale,  will  be  sufficient 
to  explain  the  principles  upon  which  the  draw  loom  is  mounted. 
Either  one  or  more  assistants,  as  the  extent  of  the  harness  may  re- 
quire, are  stationed  at  the  side  of  the  harness  board,  to  take  up  the 
twines  in  the  order  in  which  they  occur,  and  hand  them  to  the  per- 
son who  ties  the  neck.  In  this  example  the  right  hand  twine  of 
each  part  is  selected  and  given  to  the  operator,  who  ties  all  these 
four  twines  to  the  tail  cord  numbered  1,  or  that  which  passes  over 
the  first  pulley  in  the  box,  as  ahneady  mentioned.  By  the  time  this 
is  tied  the  second  twine  of  each  part  in  succession  is  ready  to  be 
handed  up,  which  the  operator  ties  to  the  second  tail  cord  marked 
2,  and  so  on  with  the  others  till  the  fifty  be  tied ;  which,  in  this  ex- 
ample, occupy  one  half  of  the  box.  (See  Fig.  64.)  It  must  still 
be  remembered,  however,  that  when  the  first  ten  tail  cords  are  tied 
which  complete  the  first  row  of  pulleys,  the  operator  must  again 
commence  at  the  bottom  of  the  box,  as  at  first. 

The  knot  here  employed  is  formed  by  taking  the  four  neck 
twines  in  one  hand  and  the  end  of  the  tail  cord  in  the  other ;  then, 
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laying  the  former  over  the  latter,  he  takes  the  turn  of  a  knot  on  the 
upper  part  of  the  tail  cord,  or  that  immediately  above  the  figures 
1,  2,  3,  4,  5,  6,  7,  8,  9  and  10,  in  the  drawing  Fig.  63,  with  the 
part  which  he  holds  in  his  hand ;  then  another  knot  round  the 
same  with  the  ends  of  the  neck  twines. 

The  principal  care  to  be  taken  in  tying  the  neck  is,  that  the 
twines  from  the  different  parts  be  equally  tight,  and  that  the  knots 
be  all  in  the  same  horizontal  line,  sufficiently  &r  below  the  pulleys 
to  prevent  their  coming  in  contact  when  any  part  of  the  harness  is 
raised  to  fonn  the  shed  or  sheds.  To  assist  the  operator  in  this,  he 
places  a  rule  or  scale  along  the  inside  of  the  carriage,  in  the  posi- 
tion U  O,  in  a  line  with  one  edge  of  which  he  ties  his  knots ;  and 
this  scale  he  shifts  forward  as  each  row  of  cords  is  tied.  On  the 
same  scale  are  marked  the  distances  at  which  the  ends  of  the  tail 
cords  should  descend  vertically,  so  that  the  harness  may  hang  per- 
fectly plumb  in  the  loom  after  it  is  completed.  Before  the  tying 
commences,  however,  a  lead  is  suspended  by  a  piece  of  twine  from 
the  centre  of  the  pulley  box  E,  to  which  the  centre  of  the  harness  is 
accurately  adjusted ;  or,  which  is  more  accurate,  two  leads  are  sus- 
pended, one  over  the  fifth,  and  the  other  over  the  sixth  puUey,  at  the 
centre  of  the  box,  counting  from  the  bottom,  and  half  the  distance 
between  these  will  be  the  position  of  the  centre  of  the  harness 
board. 

The  next  process  is  to  warp  and  apply  the  simple,  which  is  pre- 
pared in  every  respect  in  the  same  manner  as  the  tail,  though  only 
about  six  feet  ten  inches  or  seven  feet  long,  less  or  more,  according 
to  the  height  of  the  shop ;  it  has  also  a  lease,  filmed  at  its  lower 
end,  for  the  convenience  of  selecting  the  cords  when  required :  this 
lease,  however,  is  merely  temporary,  being  retained  no  longer  than 
while  the  simple  is  tying  to  the  tail ;  from  which  it  can  at  any 
time  be  recovered  when  it  again  becomes  necessary.  The  operator 
now  ties  each  cord  of  the  simple  to  its  corresponding  tail  cord  at  W, 
(see  Fig.  63)  each  of  the  cords  being  readily  found  in  succession 
fifom  its  respective  place  in  the  lease.  In  order,  however,  that  the 
knots  of  the  simple  may  not  be  too  much  crowded  on  the  tail,  the 
simple  cords  are  usually  tied  in  two,  or  three,  or  more  rows,  ac- 
cording to  the  number  of  cords  which  it  contains,  as  represented  at 
W  in  the  Fig. 

The  simple  is  made  of  what  is  termed  laid  twine,  which  dis- 
tingmshes  it  from  that  of  the  tail,  and  weighs  fix>m  twenty  to 
twenty-seven  hanks  in  the  pound,  but  in  every  other  respect  it  is 
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the  same  as  the  tail  twine  formerly  described,  consequently  one 
hank  will  produce  twenty  simple  cords  seven  feet  long« 

The  lashes  1 1 1  are  formed  by  taking  the  lash  twine  around 
certain  portions  of  the  simple  cords  as  explained  under  the  head  of 
reading  or  lashing  the  pattern,  Fig.  70,  and  which,  as  formerly 
noticed,  serve  to  select  the  cords  of  each  particular  shed.  Each 
turn  of  the  lash  twine  round  any  part  of  the  simple  is  called  a  tack, 
and  the  whde  number  of  tacks  requisite  for  one  shed  constitute  a 
lash. 

Lash  twine  is  now  commonly  made  of  cotton  yam,  about  No.  48, 
Mrater  twisted,  and  from  six  to  eighteen  plies  laid  together,  and 
moderately  twisted ;  for  too  much  twist  causes  the  twine  to  curl  on 
the  simple  and  obstruct  the  draw  boy's  progress.  The  twine  com- 
posed of  the  greater  number  of  ends  is  chiefly  emjdoyed  for  stout 
&brics,  or  when  only  few  lashes  are  requisite  for  the  pattern  ;  but 
the  more  lashes  there  are  on  the  simple  the  finer  is  the  kind  of 
twine  which  is  applied,  to  occupy  less  space,  as  well  as  to  afford  the 
draw  boy  sufficient  room  to  work. 

The  leujgth  of  the  lashes,  exclusive  of  the  heads,  is  commonly 
from  eight  to  twelve  inches,  according  to  the  breadth  of  the  simple ; 
for  were  short  lashes,  for  example,  to  be  employed  on  a  broad  simple, 
the  simple  cords  on  each  side  would  be  drawn  into  an  oblique  posi- 
tion by  the  draw  boy's  hand,  before  they  could  be  brought  to  act 
along  with  those  in  the  centre,  and  consequently  form  a  very  irre- 
gular shed. 

The  heads  NNN  are  small  pieces  of  twine,  which,  as  formerly 
observed,  connect  the  lashes  together  and  the  gut  cord  on  which 
they  are  made  to  slide  up  or  down  at  pleasure ;  each  lash  having 
its  respective  head.  These  heads  are  made  of  foot  twine  when  only 
few  lashes  are  necessary,  but  of  snitch  twine  when  they  are  more 
numerous.  The  length  of  twine  requisite  for  each  head  is  from 
nine  to  ten  inches ;  and  when  the  two  ends  are  laid  together  and 
knotted,  the  length  in  the  double  state  will  be  from  four  to  four  and 
a  half  inches.  The  head  is  taken  through  a  snitch  formed  by  the 
kx>p8  of  the  lash,  and  is  prevented  from  slipping  by  the  knot  on  the 
end.  On  the  loop  end  is  formed  a  noose  which  runs  on  the  gut 
cords. 

The  bridles  KK.  which  are  tied  to  the  heads  for  the  purpose  of 
drawing  the  lashes  down  or  up  in  regular  succession,  are  made  of 
snitch  twine,  and  are  commonly  from  nine  to  thirteen  inches  be- 
tween the  heads ;  the  longer  ones  being  necesnry  where  the  draw 
boy  employs  what  is  termed  a  dog  or  devil. 

90 
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The  gut  cord  L  which  extends  from  the  floor  to  the  ceiling  of  the 
shop,  or  at  least  to  the  height  of  the  tail,  is  generally  composed  of 
three,  four,  five,  or  more  smaller  cords,  laid  together  without  any 
twist.  Those  made  of  cotton  are  preferred  to  those  made  of  flax  or 
hemp,  on  account  of  its  softness,  and  having  leas  tendency  to  cut 
the  heads  of  the  lashes. 

For  the  smaller  sized  patterns,  which  require  only  a  few  lashes, 
one  gut  cord  is  fully  sufficient ;  hut  when  the  lashes  become  teore 
numerous  it  is  customary  to  have  two,  and  the  heads  are  attached 
to  them  alternately,  as  represented  in  Fig.  68. 

Fig.  68. 


N 


N 
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Moreover,  all  covered  work  requires  additional  gut  cords,  one  for 
each  cover  or  colour. 

When  four  or  more  gut  cords  would  be  necessary,  however,  it  is 
now  common  to  employ  only  two,  and  to  put  on  the  lashes  with 
cross  bridles.   These  will  be  easily  understood  by  referring  to  Fig.  69, 

Fig.  69. 


3      2 


in  which  W,  and  X  are  two  gut  cords,  placed  at  the  distance  of 
eleven  or  thirteen  inches  from  each  other,  according  to  the  number 
of  covers  or  variety  of  colours  in  the  pattern :  the  cross  bridles  ex- 
tend horizontally  from  A  to  E  or  from  D  to  O  between  the  two  gut 
cords,  on  which  they  can  be  shifted  up  and  down  by  the  draw  boy 
at  pleasure.  They  are  made  of  seine  twine,  two  ends  laid  together, 
and  a  knot  tied  for  fixing  the  head  of  each  colouring  lash,  at  the 
distance  of  one  inch  from  each  other  ;  those  at  the  end  being  about 
two  inches  from  their  respective  gut  cords,  as  represented  in  Fig.  69, 
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by  the  Pigs,  of  nference,  1,  2,  3,  4  and  5.  Thiw,  if  the  lash  at  1 
were  for  green,  at  2  for  dark  blue,  at  3  for  red,  at  4  for  yellow,  and 
at  6  for  light  blae,  then,  when  the  draw  boy  takes  down  the  cross 
bridle  D  O,  on  which  there  are  lashes  for  all  the  five  colours,  and 
which  he  draws  in  succession,  beginning  with  the  lash  1  for  the 
green,  2  for  the  dark  blue,  3  for  the  red,  4  for  the  yellow,  and  5  for 
the  light  blue ;  he  then  shifts  down  this  cross  bridle,  and  replaces 
it  with  the  one  marked  A  E  :  but  on  this  the  lash  4,  for  the  yellow 
is  wanting,  so  that  he  has  only  the  lashes  1,  2,  3  and  6  to  draw  in 
succession  on  this  bridle,  for  the  grecih,  dark  blue,  red,  and  hghi 
bhie,  respectively. 

By  referring  again  to  Fig.  63  it  will  be  observed,  that  as  the 
twines  incline  from  the  harness  board  to  the  neck  in  very  different 
angles,  those  towards  the  srivages,  especially  if  broad  harnesses, 
being  much  more  oblique  than  those  near  the  centre ;  it  will  follow, 
that  when  any  portion  of  the  simple  cords  is  drawn  down  to  form 
a  shed,  all  the  mails  cannot  rise  to  the  same  elevation  ;  and,  there- 
fore, the  sheds  thus  formed  will  be  not  only  very  irregular,  but  in 
many  cases  wholly  impervious  to  the  shuttle.  To  obviate  this  m- 
convenience,  two  wooden  rollers  are  placed  in  each  space  between 
the  rows  of  tail  cords  at  the  neck,  or  at  the  knots  1,  2,  3,  4,  6,  6,  7, 
8, 9  and  10,  one  oa  each  side  of  a  row,  and  the  ends  of  these  rollers 
turn  on  two  pieces  of  wood,  one  fixed  on  each  side  of  the  carriage 
at  U  O.  By  this  means  all  the  harness  twines,  however  oblique, 
will  rise  vertically  between  the  rollers,  and  consequently  all  the 
mails  win  be  raised  to  the  same  uniform  height  in  opening  the  sheds. 

When  the  harness  and  all  its  appendages  are  completed,  it  is  dis- 
engaged from  the  frame  in  which  it  was  built ;  the  firame  of  wood 
or  justers  which  was  fixed  above  the  tail  at  W  removed ;  the  wire 
drawn  out  of  the  mails ;  and  the  slabstock  taken  out  of  the  hangers. 
But  in  order  to  preserve  the  progressive  order  of  the  mails  for  draw- 
ing in  the  warp,  a  shaft  or  rod  must  be  introduced  into  the  place  of 
the  slabstock  befcMe  it  is  taken  out ;  by  which  means  the  mails  will 
come  to  the  weaver's  hand  in  regular  succession  as  he  has  occasion 
for  them  in  entmng  his  warp,  without  the  necessity  of  having  re- 
course to  the  harness  board.  The  harness  should  now  retain  the 
very  same  position  which  it  occupied  while  fixed  in  the  firame,  both 
with  respect  to  the  height  of  the  mails  and  their  distance  from  the 
yarn  roQ  and  breast-beam. 

The  process  of  drawing  the  warp  through  a  harness  does  not 
differ  from  that  formerly  explained  under  tweeling.  Figs.  18, 21, 24, 
2.5,  27,  28,  29,  30,  31  and  32  (which  see ;)  always  drawing  the 
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first  thread  on  the  back  leaf,  and  so  on  to  the  front  until  the  leaver 
of  beadles  have  been  gone  over ;  beginning  again  at  the  back  leaf 
and  drawing  towards  the  front,  and  repeating  the  operation  until 
the  whole  warp  be  entered.  This  is  the  case  always  in  shawls, 
damask,  and  many  other  kinds  of  weaving.  After  the  warp  is 
taken  through  the  harness,  however,  a  new  lease  must  be  forced 
through  the  eyes  or  mails,  from  the  rods  behind,  for  the  purpose  of 
taking  it  through  the  ground  leaves. 

When  the  tail  of  a  harness  extends  across  the  shop  on  the 
weaver's  right  hand,  while  €m  his  seat,  as  in  the  example  Fig.  63, 
it  is  termed  a  right  hand  harness ;  but,  were  the  situation  of  the 
loom  to  require  it  to  be  tied  on  the  opposite  side  of  the  sh<^,  it  would 
then  be  denominated  a  left  hand  harness ;  all  the  tail  and  simple 
cords  would  retain  their  relative  positions  and  connections,  only 
what  is  here  the  top  of  the  pulley  box  would  become  the  bottom, 
and  the  right  hand  side  of  the  simple  in  the  present  case  would  be- 
come the  left  This  distinction  must  be  particularly  attended  to  in 
reading  the  pattern  on  the  simple ;  which  will  be  further  explained 
under  the  head  of  reculing  or  lashing  patterns. 

It  may  be  again  observed,  that  in  Fig.  63  the  Xjimg  of  the  har- 
ness commenced  at  one  side,  or  at  the  figure  1  in  the  harness  board 
in  each  part,  and  continued  in  regular  succession  till  finished. 
This  is  the  most  common  form  of  the  harness,  though  other  varie- 
ties are  occasionally  adopted.  Had,  for  example,  the  mails  num- 
bered 1  in  the  two  parts  on  the  right,  and  those  numbered  10  in 
the  two  parts  on  the  left,  been  tied  to  the  first  tail  cord  or  that 
marked  1  at  the  neck,  and  the  others  in  regular  order  from  the  out- 
sides  toward  the  centre,  this  would  be  denominated  a  gathered 
harness ;  and  would  produce  this  effect,  that  whatever  positions  the 
patterns  assumed  in  the  two  right  hand  parts,  they  would  stand  re- 
versed on  the  other  two ;  or,  if  stripes  were  to  run  diagonally  from 
the  right  side  in  the  former  two,  they  would  change  their  direction 
in  the  two  latter,  and  meet  in  the  centre  of  the  web.  In  harnesses 
of  this  kind,  however,  it  will  always  be  found  advantageous  to  ter- 
minate the  tying  with  an  odd  mail  in  the  centre,  which  prevents 
the  appearance  of  teething.* 

A^in,  were  the  same  example  (Fig.  63)  to  be  taken  for  the 
bosom  of  a  shawl,  and  that  a  border  of  fifty  mails  were  to  be  added, 
it  is  obvious  that  an  additional  tail  and  simple  of  fifty  cords  each 
would  be  requisite ;  which  would  exactly  fill  the  pulley  box  repre- 


*  A  doable  point. 
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•ented  in  Fig.  64 ;  and  the  tie  of  the  harness  would  be  said  to  be 
fifty  border  and  fifty  body. 

In  this  case  the  fifty  pulleys  in  the  back  part  of  the  box  at  A,  B, 
C,  D,  would  be  appropriated  to  the  border,  and  the  remaining  fifty 
to  the  body. 

In  tying  a  harness  for  shawls  of  this  kind,  the  operator  may 
commence  either  with  the  border  or  body.  If  he  begin  with  the 
border  the  tail  cord  which  passes  over  the  first  pulley,  number  1  in 
Fig.  64,  is  tied  at  the  first  neck  twine  of  each  border  or  those  at  the 
extremities  of  the  harness  board  at  A  and  E  (Fig.  66.)  The 
second  tail  cord  is  tied  to  the  second  neck  twine  of  each  border, 
counting  firom  the  two  selvages,  and  so  on  with  the  others  till  the 
borders  be  tied;  observing,  as  formerly  directed,  that  when  the 
first  ten  cords  in  the  pulley  box  are  tied,  to  commence  the  second 
ten  at  the  bottom  of  the  box,  and  consequently  the  border  will  end 
at  C.  After  the  border  is  tied,  the  body  begins  with  the  tail  cord 
which  passes  over  the  fifty-first  pulley  or  the  first  in  the  body  part^ 
C,  D,  E,  F,  and  proceeds  in  every  respect  as  has  been  already  ex-^ 
plained. 

Had  the  tying  commenced  with  the  body,  the  process  would 
have  begun  with  the  tail  cord  which  passes  over  the  first  pulley  at 
the  comer  of  the  box,  or  that  which  was  last  in  the  preceding 
method,  and  proceeded  on  in  the  contrary  direction  till  finished ; 
and  then  the  border  would  begin  with  that  tail  cord  which  passes 
over  the  first  pulley  at  the  left  hand  in  the  sixth  row,  counting 
firom  the  fi^ont ;  and  in  this  case  the  harness  twines  nearest  the 
selvages  would  be  the  last  tied.  Hence  it  is  evident,  that  in  tying 
the  borders  the  right  hand  maO  on  one  side,  and  the  left  hand  mail 
on  the  other,  are  connected  to  the  firat  tail  cord  ;  the  second  of  each 
in  succession,  to  the  second  tail  cord,  &c :  but,  in  the  body  the 
tying  of  each  part  always  commences  at  one  side  and  proceeds 
regularly  to  the  other,  except  in  the  case  of  a  gathered  harness, 
which  would  have  continued  inward  to  the  centre,  or  outward  to 
the  selvages,  in  the  same  manner  as  the  b(»rders. 

READING  OR  LASHING  PATTERNS. 

This  operation,  from  the  complexity  of  the  patterns,  and  the  ne^ 
cessity  of  accuracy,  requires  close  attention. 

The  lower  end  of  the  simples  A  is  festened  to  the  cross  bar  B  in 
the  reading  or  lashing  frame,  a  very  correct  representation  of  which 
is  gJPven  in  Fig.  70, 
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and  each  simple  cord  is  afterwards  placed  in  a  separate  interval  of 
the  reed  C  C  ;  which  is  open  at  one  side  so  as  to  resemble  a  comb. 

*  We  have  been  .at  great  pains  to  make  this  machine  (as  well  as  all  the 
others  described  in  this  work)  worthy  the  attention  of  the  manufacturers  of 
this  country ;  and  we  doubt  not  that  our  endeavors  to  please  them  in  this  pcu^ 
ticular  will  be  properly  appreciated.    We  have  not  slavishly  followed  in  the 
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This  reed  must  be  made  of  such  a  fineness  that  each  cord  of  the 
simple  A  may  stand  directly  opposite  to  that  space  of  the  design 
paper  to  which  it  corresponds  in  the  pattan,  with  allowance  for  one 
empty  interval  of  the  reed  at  the  end  of  each  design,  but  this  does 
not  appear  in  the  drawing  (Fig.  70.)"  The  pattern  is  now  placed 
above  the  reed,  as  shown  in  the  Fig.  and  over  it  the  straight  edge 
E  E  is  made  to  sUde  up  and  down  in  grooves  cut  in  the  sides  of  the 
frame  at  F  F. 

These  arrangements  being  made,  and  the  straight  edge  £  E  fixed 
above  the  space  of  the  design  paper  that  represents  the  first  lash, 
the  operator  fastens  one  end  of  the  lash  twine  round  the  pin  G,  in 
such  a  manner  that  he  can  disengage  it  again  at  pleasure ;  then, 
after  counting  off  such  spaces  at  the  left  of  the  design  as  are  to  be 
omitted,  if  any,  he  takes  a  turn  of  the  lash  twine  round  the  first 
parcel  of  simple  cords  that  are  to  be  taken  for  the  lash,  bringing  the 
loop  of  the  twine  over  the  pin  G ;  then  round  the  next  parcel  of 
cords  that  are  to  be  taken,  and  again  bringing  the  loop  of  the  twine 
over  the  pin  G ;  and  so  on,  alternately,  until  the  lash  be  completed ; 
taking  care  at  the  same  time,  never  to  take  above  six  or  seven  cords 
of  the  simple  into  one  tack  or  kx>p  of  the  twine ;  for,  when  a  greater 
niunber  of  cords  come  together  they  must  be  divided  into  diiSerent 
tacks,  not  exceeding  either  of  these  numbers  in  each.  After  the 
lash  has  been  applied  in  this  manner,  the  iwo  ends  of  the  lash  twine 
are  knotted  together,  close  to  the  pin  G ;  which  is  now  taken  out, 
and  the  loop  that  it  has  formed  is  twisted  round  and  made  into  a 
snitch,  for  the  purpose  of  fiustening  it  to  the  head.  The  lash  is  now 
pushed  down  behind  the  board  H  H,  to  make  room  for  another. 

In  the  example  given  in  Fig.  70,  the  pattern  J  J  would  require  a 
simple  containing  38  cords,  as  it  consists  of  that  number  of  small 
squares  in  the  breadth ;  and  as  there  are  six  colours  in  it,  we  shall 
suppose  cross  bridles  to  be  employed.  It  is  placed  in  the  frame  and 
adjusted  to  the  simple,  as  already  mentioned.  The  lasher,  after 
&stening  one  end  of  his  twine  to  the  pin  G,  counts  ofi*  30  cords  at 


track  of  our  predecessors  by  copying  verbatim  the  matter  furnished  by  men 
totally  incompetent  to  the  task.  We  have  spared  neither  expense  nor  labour 
in  endeavoariog  to  make  this  Work,  in  all  respects,  of  sterling  utility;  and 
we  rest  our  case  in  the  hands  of  practical  weavers  and  manufacturers. 

**  It  is  customary  to  have  9  dents  in  the  reed  or  comb,  C  C  on  the  same 
space  as  one  of  the  designs,  8  by  8.  This  enables  the  reader  or  lasher  of  the 
pattern  to  leave  every  ninth  interval  of  the  reed  empty,  and  thus  to  distin- 
guish more  easily  the  termination  of  each  design.  The  same  principle  is  ap- 
plied whatever  be  the  kind  of  i]emgn  paper  used. 
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the  left  side  of  the  gimple,  correspondmg  to  the  30  blank  spaces  or 
ground  on  the  first  line  of  the  pattern  at  the  bottom  ;  then  takes  a 
turn  of  the  twine  round  the  next  6  oottdB,  which  are  black ;  brings 
the  loop  over  the  pin  G ;  and  passes  the  3  last  cords,  which  are 
blank.  The  two  ends  of  the  lash  twine  are  now  to  be  knotted  to- 
gether ;  the  pin  G  taken  out ;  the  loop  twisted ;  (it  is  unnecessary 
to  twist  a  lash  of  one  tack,  although  all  larger  ones  require  it)  and 
the  lash  put  upon  the  first  head  of  the  bridle,  or  that  marked  1^ 
(Fig.  69 ;)  which  bridle  being  thus  finished,  as  there  is  only  one 
colour  in  the  first  line,  is  then  put  behind  the  board  H  H.  The 
second  line  contains  two  colours,  red  and  black,  and  after  the 
straight  edge  has  been  shifted  to  its  proper  position  for  this  Une,  the 
lasher  again  proceeds  with  the  black  by  passing  19  cords  to  the  left 
and  taking  the  twentieth  ;  he  passes  the  next  8  and  takes  6  which 
are  black ;  and  as  the  last  6  on  the  line  are  blank,  they  are  like- 
wise  passed ;  and  the  lash,  being  completed,  he  attaches  it  to  the 
first  head  of  the  second  bridle,  as  formerly.  The  red  lash  on  the 
same  line  is  now  to  be  formed.  He  passes  three  cords,  and 
takes  2  red  ones,  which  follow ;  and  this  finishes  the  second  Une 
of  the  pattern,  as  the  rest  of  it  is  all  ground,  except  the  black, 
which  was  taken  in  the  previous  lash.  He  festens  the  red  lash 
to  the  second  head,  or  that  marked  2  on  the  second  bridle ;  which 
bridle  he  puts  behind  the  board  H  H,  as  he  did  the  first ;  and 
so  on  till  the  pattern  be  finished ;  bearing  always  in  mind,  as  be- 
fore observed,  that  every  colour  must  have  a  lash  exclusively  to 
itself  J  and  they  must  aU  be  drawn  in  regular  order  by  the  draw 
boy. 

By  looking  ov«r  the  pattern  it  will  be  noticed  that  there  are  two 
cords  of  green  on  the  fourth  line  fix>m  the  bottom,  in  addition  to  the 
black  and  red,  so  that  there  must  be  three  lashes  on  the  correspond- 
ing bridle.  On  the  fourth  line  there  must  be  four,  as  the  blue 
comes  in  extra  upon  it ;  and  on  the  sixth  line  five  will  be  required, 
as  it  contains  two  cords  of  yellow.  The  pink  begins  on  the  seven- 
teenth line,  and,  as  all  the  colours  are  upon  it,  there  will  be  six 
lashes  on  the  bridle.*  The  ruler  E  E  is  represented  in  the  drawing 
as  being  just  above  the  twelfth  line,  which  only  contains  black  and 
green,  and  consequently  but  two  lashes  will  be  necessary  for  this 
Une. 


*  In  Fig.  69  only  five  heads  are  represented  on  the  cross  bridles,  although 
there  are  six  colours  in  the  pattern.  Fig.  70 ;  bat,  of  course^  the  operator  will 
pse  as  many  as  he  has  covert  or  colours  in  hm  patten^ 
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Although,  in  these  examples,  the  instructions  are  given  to  take 
the  painted  parts  of  the  design,  yet  in  some  cases  it  is  of  advantage 
to  the  weaver  to  take  the  ground  simples  or  the  blanks,  and  pass 
the  painted  parts,  especially  when  they  are  heavier  to  draw  than 
the  ground  ;  and  in  others,  it  is  absolutely  necessary,  as  in  shawls 
for  instance,  the  pattern  of  the  side  borders  of  which  is  thrown  up 
by  the  warp,  and  of  the  cross  borders  by  the  weft ;  for  in  the  one 
the  flower  \b  taken,  and  in  the  other  the  ground. 

It  may  be  here  observed,  that  the  cross  bar  or  board  H  H  in  the 
frame,  should  be  somewhat  circular  at  the  back,  that  when  the 
simple  cords  are  spread  round  it,  the  lashes  may  be  all  of  an  equal 
length  from  the  simples  to  the  pin  G ;  The  board  H  H  should  be 
moveable  in  the  side  pieces  at  1 1,  so  that  it  may  be  regulated  ac- 
cording to  the  intended  length  of  the  lashes. 

The  loom  is  worked  by  two  persons,  one  of  whom  pulls  the 
lashes  and  simples  to  form  the  pattern,  and  the  other  manages  the 
treadles,  shuttles  and  lay.  The  ground  mounting  is  exactly  the 
same  in  every  respect  as  in  damask  weaving,  (which  see,)  and 
the  number  of  leaves  is,  of  course,  equal  to  one  set  of  the  tweel. 
For  the  ordinary  quality  of  damasks  five  leaves  are  conunonly 
used,*  as  at  K  K  Fig.  65 ;  but  many  of  the  finest  are  wrought  with 
eight 

The  person  who  pulls  the  lashes  draws  the  first  bridle  down ; 
and  then,  by  pulling  the  simples  of  the  first  lash,  and  consequently 
the  tail,  raises  that  part  of  the  harness  which  is  attached  to  the 
latter :  the  weaver  then  works  until  a  change  of  the  pattern  be- 
comes necessary ;  the  draw-boy  slacks  those  cords  of  the  simple 
which  he  last  pulled,  and  pulls  the  simple  cords  of  the  second  lash, 
as  before  :  the  weaver  proceeds  to  work  until  another  change  is  re- 
quired ;  and  so  on  to  the  end  of  his  pattern. 

When  the  mounting  of  the  draw  loom  is  very  extensive,  it  is 
found  necessary  to  employ  from  two  to  ten,  or  more,  boxes  of  pul- 
leys, and  as  many  draw-boys  ;  for,  were  the  whole  number  of  pul- 
leys placed  in  one  box  or  frame,  it  would  be  extended  to  a  very  in- 
convenierU  size.  These  are  placed  parallel  to  each  other,  and  an 
equal  portion  of  the  cordage  is  conducted  over  each. 

SCOTCH  COUNTERPOISE  HARNESS. 

The  next  weaving  machine,  in  order,  which  merits  our  attenUim 
is  that  invented  by  die  late  ingenious  James  Cross  of  Paisley  (Scot- 

*  In  this  case  these  form  what  is  genenJly  called  a  batiard  tweel. 

21 
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land.)  This  machine  is  known  by  the  name  of  "  Cross's  Counter- 
poise  Harness  ;"  and  its  object  is  to  supersede  the  use  of  draw  boys. 
In  the  various  branches  of  figured  work  to  which  the  draw  loom  is 
appUcable,  this  object  has  long  been  a  desideratum ;  and  many  at- 
tempts have  been  made,  especisdly  in  Scotland,  towards  its  accom- 
plishment, but  nearly  all  of  them  have  either  proved  abortive,  or  at 
least  have  been  confined  to  particular  branches  of  the  manufacture. 
Since  the  introduction  of  the  Jacquard  machine  into  England  by 
Stephen  Wilson,  (brother  to  Samuel  Wilson,  late  Lord  Mayor  of 
London,)  even  Cross's  machine  seems  to  have  gone  out  of  use ;  but 
from  its  great  ingenuity,  and  evident  utility,  in  many  respects,  we 
have  neither  spared  trouble  nor  expense  in  preparing  new  drawings, 
and  in  remodeling  the  description  of  it,  fi^om  the  original  account 
given  in  the  Edinburgh  Encyclopoedia ;  and  we  trust  that  these 
will  enable  the  reader  to  comprehend  with  ease  its  various  parts, 
both  in  detail  and  in  combination. 

This  machine  consists  of  three  distinct  parts;  one  properly 
called  the  counterpoise  harness,  another,  an  apparatus  for  prepar- 
ing the  lashes,  and  the  third,  a  treading  machine.  Fig.  71,  is 
a  firont  elevation  of  these  three  parts  connected  together  as  they 
stand  in  the  loom  when  it  is  at  rest.  The  harness  F  is  in  all  re- 
spects like  that  of  the  common  draw  loom,  already  explained,  till  it 
reaches  the  neck,  where  the  counterpoise  apparatus  commences. 
The  principal  part  of  this  apparatus  is  contained  in  the  upright 
firame  AA,  and  the  whole  is  supported  by  the  carriage  E  E,  which 
rests  on  the  capes  of  the  loom,  as  in  the  common  draw  loom.  In 
the  frame  A  A  are  four  boards  e,  «,  v,  t,  which  are  perforated  with  a 
number  of  corresponding  holes,  equal  to  the  tie  of  the  harness  or 
size  of  the  simple.  The  two  boards  e,  t,  (the  top  and  bottom  ones) 
are  mortised  into  the  cross  rails  d,  d,  which  are  let  into  the  upright 
fmiae  A  A  ,*  the  former  called  the  suspension  board  (the  top  board  e) 
from  its  bearing  the  weight  of  the  harness  and  leads,  and  the  latter 
( t )  the  neck,  or  directing  board,  as  it  answers  the  purpose  of  rollers, 
as  well  as  keeps  the  cords  at  regular  distances.  The  other  two 
boards  u,  v,  are  called  trap  boards,  and  are  mortised  into  the  move- 
able bars  nij  m,  called  the  arms  of  the  trap  boards,  have  their  holes 
of  a  sufiicient  size,  about  a  quarter  of  an  inch  in  diameter,  to  allow 
the  knots  on  the  cords  o,  to  pass  freely  through  them  ;  and  at  the 
side  next  the  simple,  there  is  a  saw  draught,  or  cut  in  the  edge  of 
each  hole,  to  admit  the  cords,  but  to  support  the  knots  as  represented 
in  Fig.  72. 
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Pig.  71. 


Pig.  •». 
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They  are  fiistened  to  the  suspension  or  top  board  e,  by  means  of  the 
holes  made  for  that  purpose,  and  are  taken  down  through  both  of 
the  trap  boards  to  the  neck  t,  where  they  are  tied  to  the  harness. 
K  K  are  two  circular  pieces  of  wood,  called  rotators,  which  revolve 
on  iron  axles,  that  run  through  to  the  opposite  side  of  the  frame  E, 
where  other  rotators  are  similarly  fixed,  z,  z,  z,  z,  are  small  bars 
or  arms  of  wood,  called  pushers,  and  which  connect  the  trap  board 
arms  to  the  rotators  on  each  side  of  the  frame  E.  The  rotators  K  K 
are  connected  together  by  means  of  an  arm  or  rod  (one  on  each  side 
of  the  carriage)  and  a  small  leather  belt  or  strap  at  each  end  of  it, 
which  takes  a  twrn  round  each  of  the  rotators.  The  connecting  arm 
or  rod  is  placed  just  above  the  rotators,  and  works  in  a  guide,  which 
allows  it  to  slide  to  the  right  or  left,  according  to  the  alternate  mo- 
tion of  the  rotators,  so  that  whatever  motion  is  communicated  to  any 
one  of  these,  it  is  instantaneously  transmitted  to  the  other,  and  thus 
a  uniformity  of  action  is  constantly  kept  up.  L  is  a  bar  of  wood, 
with  a  corresponding  one  at  the  other  side  of  the  frame,  on  which  the 
axles  of  the  rotators  revolve,  and  their  height  is  regulated  by  the 
nuts  and  screws  y,  y. 

The  process  of  tying  the  counterpoise  is  the  same  as  in  the  com- 
mon draw  loom ;  for  the  workman  commences  tying  at  the  back 
row  of  the  holes  in  the  neck  board  t,  aqd  the  other  rows  follow  in 
succession ;  always  beginning  each  row  at  the  same  side  of  the 
board  at  which  the  tying  commenced,  as  from  a,  to  b,  if  it  com- 
menced at  a,  &c.  as  in  the  pulley  box  of  the  draw  loom  (Fig  64.) 
In  the  Pig.  71  there  are  only  two  of  the  knot  cords  tied  to  their 
harness  twines  F,  the  first  and  last  of  each  row,  to  prevent  confrision. 
a,  a,  is  the  harness  board,  G  the  headles,  and  ft,  and  c,  marches. 

Now,  it  is  evident,  that  when  the  rotators  K  K  are  turned  round 
to  the  right,  which  is  effected  by  means  of  a  cord  connected  to  a 
treadle,  the  pushers  z,  will  raise  the  upper  trap  board  u,  and  sink 
the  under  trap  board  v  ;  and  when  the  rotators  are  turned  the  con- 
trary way,  the  motion  of  the  trap  boards  will  be  reversed.  Conse- 
quently, were  a  portion  of  the  knot  cords  drawn  into  the  saw- 
draughts  of  one  trap  board  for  one  lash,  and  the  knot  cords  of 
another  lash  into  the  other  trap  board,  one  spofting  shed  would  he 
rising  while  the  preceding  one  would  be  sinking  ;  and  this  is  the 
principle  of  the  counterpoise  harness. 

The  next  part  of  the  machine  is  that  for  drawing  the  knot  cords 
into  the  saw  cuts,  and  is  chiefly  contained  in  the  fr^me  between  A 
and  B  (Fig.  71.)  In  this  apparatus,  the  simple  r,  r,  is  extended 
horizontally  at  the  top  of  the  frame  AB,  each  simple  being  tied  to 
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its  respective  knot  cord  above  the  neck  :  afterwards  it  is  continued, 
by  the  addition  of  other  pieces  of  twine  to  q^  where  it  is  supported 
by  a  half  leaf  of  headles,  and  again  to  the  wall  or  shop  window, 
where  the  ends  are  listened.  At  p  are  leads,  one  attached  to  each 
cord,  to  recover  the  knot  cords  after  the  draught,  and  /,  a  board 
with  holes  in  it  for  regulating  their  distances.  ^,  ^,  are  gut  cords 
for  keeping  the  heads  of  the  bridles  open  for  the  hooks.  S^  is  the 
lash  driver  cross-piece,  and  R  the  shaft  which  communicates  the 
motion  from  the  pulley  T,  which  is  operated  upon  by  a  treadle,  and 
on  the  axle  of  which  are  a  number  of  eccentric  pulleys,  one  for 
each  cover  or  colour,  for  gaining  power  in  the  preparation  of  the 
lashes.  The  form  of  these  pulleys,  or  rather  tappets  will  be  seen  at 
Fig.  73. 

Pig.  74. 


Fig.  73. 


Pig.  74  is  a  front  view  of  the  lash  driver ;  showing  likewise  the 
manner  in  which  the  lashes,  simple,  and  cross  bridles  are  connected. 
The  dots  at  a,  represent  the  ends  of  the  simple,  h  the  lashes,  c, 
the  heads  of  the  lashes,  and  e,  cross  bridles.  The  position  of  the 
hooks  a*  as  seen  in  Fig.  75, 

Pig.  76.  ^ 


for  drawing  the  lashes  is  pointed  out  at  d  (see  Fig.  74.)  g",  §•,  g,  g, 
are  iron  pins  which  drive  the  lashes  to  their  proper  place  for  the 
draught  or  opening  of  the  shed.  A,  A,  are  the  small  castors  on 
which  the  lash  driver  moves.  Fig.  75  is  a  view  of  one  of  the  tum- 
blers or  levers,  in  which  is  fastened  the  hook  a*  for  pulling  down 
the  lash.  The  two  parts  a»  and  6,  as  seen  in  Fig.  75,  are  opened 
by  cords  connected  to  the  treadles  when  they  are  in  the  position  to 
catch  the  head  of  the  lash,  but  shut  again  by  their  own  gravity,  as 
in  the  Fig.  before  the  lash  is  pulled  down.  There  is  one  of  these 
levers  for  each  cover  or  colour.     P  (Fig.  71)  is  the  frame  in  which 
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theae  levers  are  placed,  and  which  will  be  seen  to  more  advantage 
at  Pig.  76. 

Pig.  76. 


where  1,  2,  3  and  4,  are  the  ends  of  the  levers,  and  the  small  pul- 
leys t,  have  cords  running  over  them,  to  recover  the  levers  after  the 
lash  is  drawn.  A  (Fig.  71)  is  the  escapement  for  opening  the 
hooks,  and  allowing  one  set  of  lashes  to  escape  and  another  to  en- 
ter. Q  (Fig.  71)  is  a  roller  flattened  on  one  side,  to  allow  the 
levers  to  play  when  the  machine  is  working.  This  roller  has  a 
string  connected  to  the  escapement  and  another  to  the  hook  presser. 
In  the  hook  presser  are  wires  fixed  that  press  on  the  under  part  of 
the  hooks.  These  different  parts  are  put  in  motion  by  means  of 
treadles  and  marches,  as  in  the  ordinary  way  of  mounting  fiincy 
looms. 

The  treading  machine  is  next  to  be  explained ;  the  fi-ame  of 
which  is  seen  at  H,  Fig.  71,  but  the  several  parts  are  m<»-e  distinctly 
represented  at  Fig.  77, 

Pig.  77. 
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the  principal  of  which  are  as  follow  :  1,  is  a  knee  shaft ;  2,  short 
marches,  one  for  each  leaf  of  the  ground  harness  or  headles  ;  3,  a 
couper  for  turning  the  trap  board  5  :  4,  a  long  march  for  working 
the  drawing  machine,  a,  e,  t,  o,  are  the  ends  of  the  treadles :  a  is 
for  opening  a  flowering  or  counterpoise  shed.  5  is  one  of  the  wheeb 
or  pulleys  of  the  trap  boards,  represented  at  c,  Fig.  78. 

Pig.  78. 


6  are  the  knots  (see  Fig.  77,)  on  the  raising  and  sinking  cords,  and 

7  are  mails  attached  to  them.  8  is  a  weight  for  lecovering  the  ma- 
chine, and  9  are  weights  for  balancing  the  mounting,  (see  Fig.  77 j) 
10,  10,  are  boards  pierced  with  holes  for  conducting  the  knot  cords, 
one  of  which  is  seen  at  10,  Fig.  79. 

Pig.  79. 


c,  c,  are  weights  for  balancing  the  conducting  cords ;  w^  a  cord  for 
conducting  the  pressing  knot  cords ;  y,  for  conducting  the  raising 


Digitized  by  VjOOQIC 


168  THE    ART    OF    WEAVING. 

knot  cords,  and  z,  weights  for  keeping  the  knot  cords  tight,  (see 
Fig.  77.)  a,  Fig.  78,  is  a  view  of  the  trap  board,  and  b,  of  the 
pressing  board,  each  with  their  holes  and  saw  draughts,  where  the 
knot  cords  play.  Fig.  79,  is  a  side  view  of  the  machine,  in  which 
1,  2,  3  and  4,  are  the  ends  of  the  shajfts,  marches,  and  couper,  re- 
presented in  Fig.  77,  with  the  same  figures  of  reference.  The 
tweeling  cords  are  tied  to  the  marches  2,  brought  down  through  the 
board  10,  (see  Figs.  77  and  79,)  and  attached  to  the  mails  7,  which 
guide  the  knot  cords  into  the  saw  draughts.  These  cords  are  ar- 
ranged according  to  the  plan  of  the  tweel  to  be  woven.  As  o  and  e 
(see  Fig.  78)  are  the  two  treadles  for  the  ground,  when  either  of 
them  is  pressed  down,  the  pulley  6  is  turned  round,  and  opens  a 
shed,  and  while  one  foot  is  tread,  the  other  prepares  the  knot  cords 
for  the  next  change  of  pattern  to  be  woven,  &c. 

DESIGN  AND  COLOURING. 

"  Leara  hence  to  paint  the  parta  that  meet  the  view 
In  spheriod  fbrmi,  of  light  and  equal  hue : 
While  from  the  light  receding  or  the  eye, 
The  working  outlines  take  a  fainter  dye, 
Lost  and  confused  progressively  they  fade, 
Not  fall  precipitate  from  light  to  shade ; 
This  nature  dictates,  and  this  taste  pursues, 
Studious  in  gradual  gloom  her  lights  to  lose, 
The  various  whole  with  softening  tints  to  fill, 
As  if  one  single  head  emj^oyed  her  skill." 

Dn  Fresnot. 

Mr.  Smith,  one  of  the  principal  silk  merchants  in  London,  stated 
in  his  evidence  before  a  committee  of  the  House  of  Commons,  that 
in  &ncy  silks  the  superiority  of  the  patterns  in  French  fabrics,  oc- 
casioned the  sales  to  be  in  the  prq)ortion  of  one  half  or  more  over 
the  English ;  that  in  fismcy  ribbands,  three-fourths  of  those  sold  were 
of  French  manufacture,  and  obtained  public  fevouc  solely  on  ac- 
count of  superior  design. 

James  Skene,  Esq.,  of  Rubislaw,  secretary  to  the  Board  of  Trus- 
tees for  the  encouragement  of  manufactures  in  Scotland,  says, ''  It 
appears  to  me  that  one  thing  in  which  the  British  manufocturer  is 
most  deficient  is,  a  knowledge  of  colours.  At  present,  as  far  as  my 
acquaintance  with  manufoctures  goes,  I  believe  they  copy  their  pat- 
terns entirely  from  France ;  in  doing  which,  if  they  introduce  any 
alteration,  they  often  spoil  them ;  and  we  know  quite  wdl  that  any 
deviation  from  the  regular  established  and  fixed  rules  to  harmonize 


Digitized  by  VjOOQIC 


DBAW   LOOM.  169 

colouTB,  produces  the  same  effect  to  the  eye,  as  any  deviation  in  mu- 
sic from  the  harmony  of  notes :  and,  in  placing  our  manufactures  or 
lancy  goods,  along  with  French  fency  articles  of  the  same  nature, 
it  has  often  struck  me  as  a  remarkable  circumstance,  to  see  how 
very  little  those  rules,  which  are  exceedingly  simple,  are  attended  to 
in  the  English  copies." 

Mr.  Crabb,  a  designer  of  paper  hangings  in  London,  states,  that 
the  designs  of  the  French  room  papers  are  superior  in  accuracy  of 
drawing  to  those  of  the  English :  and  that  the  colours  are  arranged 
upon  some  fixed  principle  by  the  French  artisan :  while  in  Great 
Britain,  the  workmen,  not  being  sufficiently  instructed,  labours  more 
at  random  until  he  obtains  the  effect  he  wishes,  and  this  may  be  as 
often  wrong  as  right. 

Charles  Toplis,  Esq.,  a  vice  president  of  the  London  Mechanics' 
Institute,  and  one  of  the  directors  of  the  Museum  of  National  Manu- 
ftu^tures,  says,  ''  Many  important  branches  of  manufacture  call  fot 
carefiii  cultivation  of  the  eye,  for  the  purpose  of  arranging,  assorting, 
and  contrasting  colours ;  which  as  an  affiiir  of  taste,  calls  for  some 
portion  of  a  painter's  education."  And  he  adds,  "  whatever  partakes 
of  the  nature  of  ornament,  will  only  be  appreciated  in  a  refined  eye, 
as  it  is  characterised  by  grace  and  elegance  of  design ;  and  by  deU- 
cacy  and  precision  of  execution." 

It  is  no  doubt  true,  that  the  cultivation  of  the  fine  arts  will,  in 
course  of  time,  improve  the  perception  and  taste  of  a  nation,  from 
the  highest  to  the  lowest  grades  of  society ;  this  is,  however,  the 
work  of  ages :  but  the  present  state  of  our  American  manufactures 
demands  an  immediate  improvement  in  this  particular. 

We  believe  this  want  of  ornamental  designers  to  arise  as  much 
from  the  nature  of  the  instruction  given,  as  from  the  want  of  of^r* 
tunities  afforded  for  study.  It  is  seldom  that  the  young  men  who 
are  admitted  to  our  drawing  academies,  consider  their  studies  as 
merely  intended  to  improve  them  in  the  useful  arts  to  which  they 
may  be  bred.  They  almost  always  imbibe  the  idea  of  rising  into  a 
higher  sphere,  and  seem  to  have  no  other  ulterior  object  in  their 
studies,  tlian  to  leave  their  humble  calling,  at  the  conclusion  of  their 
apprenticeship,  and  become  artists. 

We  speak  from  particular  facts  which  have  come  under  our  ob- 
servation. 

Many  an  industrious  young  man,  of  ordinary  talent,  but  possess- 
ing sufficient  to  have  raised  him  to  the  head  of  ornamental  paint- 
ing, we  have  known  to  sacrifice  himself  to  a  life  of  penury  and  neg- 
lect, from  this  vain  idea. 

32 
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Various  reasons  may  be  assigned  for  the  prevalence  of  this  mania 
among  young  men  who  have  had  opportunities  of  studying  the  art 
of  drawing :  the  flattery  of  their  friends ;  injudicious  patronage ;  the 
desire  to  become,  by  the  quickest  and  easiest  means,  a  gentleman ; 
and  many  others,  over  which  no  national  institution  can  have  any 
control. 

The  roost  prominent  cause,  however,  seems  to  be,  that  nothing  is 
reckoned  a  work  of  art  unless  it  be  a  picture.  No  matter  how  supe- 
rior an  ornamental  design  may  be,  or  how  much  study  or  know- 
ledge may  have  been  required  to  produce  it,  still  the  production  of 
such,  although  it  may  increase  the  wealth  of  the  individual,  cannot 
raise  him  <»ie  step  in  the  scale  of  society ;  he  is  only  a  mechanic  in 
the  eyes  of  the  public. 

On  the  other  hand,  no  sooner  does  the  youth  lay  aside  his  useful 
implements,  and  dash  off  upon  canvass  something  like  a  landscape, 
often  with  no  eye  to  nature,  but  in  servile  imitation  to  some  popular 
painter,  than  he  seems  to  be  by  common  consent  raised  to  the  dignity 
of  artist.  In  short,  those  branches  of  the  fine  arts  that  are  appUca- 
ble  to  manu&cture  and  other  departments  of  useful  industry,  do  not 
obtain  in  the  United  States  that  relative  situation  to  the  more  intel- 
lectual and  higher  branches,  to  which  they  are  fieiirly  entitled.  The 
case  is  different  in  Italy,  for  in  the  Academy  of  the  Fine  Arts  at 
Venice  there  are  distinct  professors  in  the  following  departments  of 
art :  Architecture,  Painting,  Sculpture,  Engraving,  Perspective,  and 
Ornament,  and  that  in  this  latter  branch  the  pupils  are  so  numerous 
that  the  professor  requires  an  assistant.  Their  examples  are  not 
only  the  best  ornamental  models  of  antiquity,  but  fruit,  flowers  and 
foliage.  Every  fifteen  days  they  are  each  required  to  make  an  ori- 
ginal design,  within  a  given  number  of  hours,  precautions  being 
taken  to  prevent  deception ;  and,  according  to  its  merits,  advance 
ment  and  preference  are  bestowed. 

A  learned  writer  states  that  ^'  the  town  of  Lyons  is  so  conscious 
of  the  value  of  such  studies  that  it  contributes  20,000  fi-ancs  per  an- 
num to  the  government  establishment  of  the  school  of  arts,  which 
takes  charge  of  every  youth  who  shows  an  aptitude  for  drawing  or 
imitative  design,  of  any  kind  applicable  to  manu&ctures.  Hence, 
all  the  eminent  painters,  sculptors,  even  botanists  and  florists  of 
Lyons,  become  eventually  associated  with  the  staple  trade,  and  de- 
vote to  it  their  happiest  conceptions." 

The  Chinese  seem  to  surpass  all  others  in  dkecting  the  studies  of 
their  youth  distinctly  to  their  ulterior  object. 

A  writer  on  painting,  in  "  Arnold's  Library  of  the  Pine  Arts/' 
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mentions  having  seen,  in  the  city  of  Peldn,  a  drawing  book  with 
progressive  examples,  where  the  separate  character  of  land  and 
water,  rock  and  fcdiage,  are  given  in  perfect  detail ;  and  to  these 
were  added  implements  of  various  kinds,  with  figures,  separate  and 
in  groups,  all  highly  picturesque ;  and  adds,  that  the  objects  of  all 
these  preparatory  studies  of  the  pupil  was  to  enable  him  to  paint  a 
fan^  which  was  the  last  example  given. 

We  feel  quite  assured  that  were  a  similar  course  followed  in  our 
American  Academies,  a  sufficient  portion  of  that  genius  which  at 
present  seems  to  be  all  flowing  into  one  channel,  would,  like  a  mill 
race  taken  from  a  river,  be  directed  from  that  which  is  merely  orna- 
mental to  that  which  is  essentially  usefrd  and  beneficial  to  the  coun- 
try. Art  would  not  suffer  from  this,  on  the  contrary,  where  real 
genius  was  discovered  the  fecilities  for  encouraging  it  would  be 
much  greater ;  and  we  should  have  less  of  that  misapplied  and  often 
selfish  sort  of  patronage  which  fosters  ordinary  talent  until  it  is  fic- 
titiously raised  to  where  it  cannot  stand,  and  is  then  by  the  desertion 
of  such  injudicious  patrons  allowed  to  £bl11  frur  below  its  own  natural 
level. 

We  have  attributed  selfishness  to  some  of  these  pretended  patrons 
of  art,  for  we  know  that  they  are  often  actuated  by  that  feeling. 

They  cannot  bring  their  minds  to  encourage  those  who  have 
really  proved  themselves  to  possess  the  quahties  which  constitute  the 
real  artist ;  the  works  of  such  are  too  expensive,  becajuse  their  real 
value  is  known.  Their  proteges  are  the  undeveloped,  and  they  pro- 
cure the  early  attempts  of  such  for  a  mere  pittance.  They  calculate 
that  these  embryo  artists  are  all  to  be  Rubenses  in  their  day,  and 
that  their  early  productions  will,  like  those  of  such  great  men,  con- 
sequ^tly  become  highly  valuable.  In  many  cases  too  injudicious 
patronage  is  the  means  of  fostering  mediocrity,  which,  assisted  by 
other  circumstances,  is  sustained  in  a  situation  injurious  to  true  art 
This  is  well  known  and  -much  lamented  among  artists  themselves, 
we  mean  such  as  really  deserve  the  name ;  hence  the  necessity  of 
national  institutions,  where  merit  alone  will  receive  patronage,  and 
be  honoured  by  the  approbation  of  those  who  are  most  capable  to  be 
its  judges. 

But,  to  return  to  our  subject, — notwithstanding  the  superabun- 
dance of  mediocre  artists,  it  must  be  admitted,  that  there  is  a  want 
of  proper  instruction  in  the  art  of  drawing  where  it  would  be  of  most 
service ;  namely,  in  the  populous  manufru^turing  districts ;  and  as 
this  book,  being  adapted  to  the  improvement  of  manufitctures,  may 
probaUy  find  its  way  into  these  quarters,  we  shall  add  a  few  hints 
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for  the  aiBistance  of  such  bb  wish  to  commence  this  pleasing  and 
useful  study,  and  who  may  not  have  had  any  previous  instractions. 
The  best  kind  of  study  to  begin  with,  for  those  who  intend  to 
direct  their  attention  merely  to  ornamental  designs  for  manufactures, 
is  that  of  flowers  and  foliage.  When  they  are  perfect  in  that  branch, 
they  may  then  soar  higher  if  they  please.  It  is  the  fault  of  most 
students  of  drawing  to  begin  at  the  wrong  end  of  their  studies,  by 
attempting  difficult  subjects  before  they  are  capable  of  drawing  a 
single  correct  line,  (it  is  for  a  similar  reason  that  we  have  given  in 
this  work  so  thorough  an  analysis  of  plain  weaving)  and  this  want 
of  knowledge  of  the^r^^  elements  generally  sticks  to  them  through 
life ;  fM',  in  very  few  instances  do  those  who  neglect  the  attainment 
of  such  knowledge  at  the  outset  ever  descend  to  the  drudgery  of  do- 
ing so  afterwards. 


INSTRUCTIONS  IN  ORNAMENTAL  DRAWING. 

A  knowledge  of  drawing  is,  next  to  reading  and  writing,  an 
essential  branch  of  education  for  the  manufisicturer  and  mechanic, 
and  to  every  one  a  source  of  enjoyment  The  course  of  study  we 
are  about  to  point  out  is  within  the  reach  of  all,  even  those  in  the 
most  humble  situations  of  life.  They  will  find  it  of  easy  acquire- 
ment, and  a  source  of  continued  enjoyment,  in  the  improved  medium 
through  which  it  will  lead  them  to  view  the  most  ordinary  produc- 
tions of  Nature.  She  shall  be  their  instructor,  for  all  that  we  can 
pretend  to  do  is  to  point  out  to  them  a  practical  mode  of  receiving 
her  lessons. 

In  the  first  place,  let  your  attempts  be  of  the  most  simple  kind, 
and  on  as  large  a  scale  as  you  can  conveniently  adopt  Therefore, 
begin  by  procuring  a  black  painted  board  or  slate,  of  from  two  to 
three  feet  square ;  and  with  white  chalft  practice  the  drawing  of 
squares,  circles  and  ovals,  without  any  guide  to  your  hand.  Make 
copies  of  these  figures  by  the  ordioary  rules,  and  when  you  are 
pretty  perfect  at  these,  upon  the  proper  combinations  of  which  de- 
pends all  linear  harmony,  you  may  practice  in  the  same  way  trian- 
gles, hexagons,  octagons,  and  such  other  figures  as  arise  firom  the  va- 
rious combinations  of  the  straight  Une.  Next,  by  your  circular  and 
oval  lines,  you  may  form  crescents,  circular  and  flattened  volutes, 
regular  undulations,  and  other  figures  which  arise  out  of  their  vari- 
ous combinatioDs ;  first  making  an  accurate  copy  of  each  figure  by 
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measurement,  and  continuing  to  practice  until  you  can  form  it  by 
the  eye  with  perfect  ease.  Avoid  forming  your  figures  by  little  bits 
at  a  time :  do  each  line,  as  much  as  possible,  by  one  sweep  of  the 
hand.  When  you  have  become  expert  in  this  kind  of  practice  we 
would  recoDomend  you  at  once  to  draw  from  nature.  You  may 
take  for  your  first  subject  a  pumpkin  leaf,  the  larger  the  better,  and 
persevere  in  copying  it  fiill  size  imtil  you  can  represent  it  accurately 
in  outline  with  its  principal  fibres.  You  may  then  vary  your  prac- 
tice, by  adopting  other  simple  subjects  of  a  similar  kind,  until  you 
find  you  can  do  them  all  with  ease. 

Before  endeavouring  to  draw  more  than  one  leaf  at  a  time  you 
must  know  a  little  of  perspective.  The  most  simple  mode  by  which 
you  will  obtain  such  knowledge  of  this  art  as  will  be  useful  for  your 
present  purpose,  is  to  hang  a  circular  object,  such  as  a  hoop,  between 
you  and  the  window ;  set  it  moving  gently  round ;  recede  a  little 
from  it,  and  you  will  find  that  as  one  side  of  it  retires  and  the  other 
comes  forward,  the  circle  which  it  describes  becomes  more  and  mcnre 
elliptical  until  it  disappears  altogether,  and  leaves  nothing  but  a  dark 
line,  as  if  a  stick,  instead  of  a  hoop,  were  hanging  before  you.  Fix 
it  in  various  positions,  and  draw  from  it,  and  observe  that  the  least 
movement  changes  its  form.  A  knowledge  of  this  simple  fact  is  all 
that  you' require  of  perspective  in  the  mean  time.  You  may  now 
hang  up  your  pumpkin  leaf,  and  you  will  observe  the  same  change 
in  its  figure  as  it  turns  round.  Make  an  outline  of  its  shape  while 
its  front  is  half  turned  from  you ;  then  bring  it  from  between  you 
and  the  light  and  place  it  where  the  light  will  fell  upon  it  with  its 
&ce  half  turned  from  you,  as  when  it  hung  between  you  and  the 
window.  Take  your  outline  and  within  it  draw  the  principal  fibres 
as  you  see  them.  To  do  this  properly  will  require  a  great  deal  of 
practice,  but  it  will  pave  the  way  to  your  being  able  to  draw  the 
most  complex  groups  of  flowers  and  foliage  that  can  be  placed  be- 
fore you.  You  may  now  l^ng  before  you  a  small  branch  of  any 
tree  with  a  few  leaves  upon  it,  the  larger  the  leaves  are  the  better, 
and  endeavour  to  make  outlines  of  them, -varying  their  shape  ac- 
cording to  their  perspective,  as  already  described ;  be  particular  on 
this  point,  for  a  great  deal  depends  upon  it.  We  once  knew  an  in- 
telligent Irishman  so  unaware  of  the  simple  feict  of  a  circular  object 
altering  its  shape  by  being  seen  d>liquely,  that  he  returned  his  por- 
trait to  have  all  the  buttons  made  quite  round ;  fcnr  although  they 
appeared  so  at  a  little  distance,  he  found  by  actual  measurement 
that  they  were  not  like  those  upon  his  coat. 

To  gain  anything  like  a  tolerable  accuracy  in  this,  the  first  stage 
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ot  your  leasoos,  may  occupy  fipom  four  to  £dx  moDths ;  that  is,  sup- 
pose you  only  practice  at  leisure  hours. 

You  may  now  lay  aside  your  chalk  and  slate,  and  provide  your- 
self with  a  few  sheets  of  common  cartridge  paper,  and  some  pieces 
of  charcoal ;  that  made  from  lime  tree  is  the  best.  Stretch  a  whole 
sheet  of  your  cartridge  paper  upon  your  board,  and  make  it  &st  by 
a  wafer  or  a  little  paste  at  each  comer.  Place  before  you  a  cab- 
bage, or  any  such  large  v^etable,  and  it  will  be  more  picturesque 
if  the  leaves  are  hanging  loose.  Copy  these  carefully  in  outline, 
using  your  charcoal  gently,  that  any  inaccuracy  may  be  easily 
brushed  off.  We  need  not  here  remind  you  of  what  suggested  the 
richest  of  pure  architectural  ornaments,  the  Corinthian  Capital,  a 
basket  with  a  weed  growing  round  it 

Your  next  {Hractice  should  be  light  and  shade.  Bruise  a  bit  of 
your  charcoal  to  powder,  take  a  piece  of  any  kind  of  cloth  upon  the 
point  of  your  finger,  dip  it  into  the  powder  and  rub  it  upon  such 
parts  of  your  outlined  sketch  as  you  observe  in  the  original  do  not 
receive  the  direct  U^t  of  the  window,  and  where  it  ajqpears  lightest 
touch  your  copy  with  your  chalk,  leaving  the  dean  cartridge  paper 
intermedially  as  a  middle  tint  Persevere  in  this  sort  of  practice  for 
some  months. 

For  the  coarse  paper  upon  which  you  have  hitherto  practiced  you 
may  now  substitute  what  is  called  drawing  cartridge,  which,  instead 
of  being  merely  fixed  at  the  comers,  must  be  pasted  all  over  the 
edge :  provide  yourself  with  a  black  lead  pencil,  a  swan  quill  hair 
pencil,  and  Indian  ink.  Conunence,  as  formerly,  by  sketching  your 
subject  lightly  with  charcoal,  as  it  is  more  easily  erased,  and  when 
you  have  got  your  outlines  quite  correct,  go  over  it  with  your  black 
lead  pencil.  Rub  down  plenty  of  the  Indian  ink,  for  much  of  the 
freedom  of  your  work  will  depend  upon  the  wholesale  way  in  which 
your  shades  are  washed  in.  Continue  this  practice  for  six  months 
before  attempting  smaller  subjects  thui  those  we  have  described. 
You  will  now  find  little  difficulty  in  copying  the  best  examples  of 
either  ancient  or  modem  (Nuament  that  can  be  laid  before  you ;  but 
flowers  are  your  best  practice.  We  cannot  lead  you  further :  you 
must  go  to  a  drawing  master  to  attain  a  knowledge  of  using  oil  or 
water  colours.  But  should  your  patterns  be  adapted  for  damasks 
only,  you  will  have  no  use  for  this,  unless  for  your  amusement 

We  are  aware  that  this  course  of  study  would  be  useless  to  many, 
were  the  present  style  of  patterns  in  their  particular  branches  of 
manufiicture  to  ccmtinue  in  fiishion ;  fx  many  of  these  designs  are 
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a  jumble  of  fonns  of  the  most  nondescript  nature.  Improvement, 
however,  is  loudly  called  for. 

To  those  who  have  gained  a  fecility  for  copying  the  beautiful 
forms  that  prevail  in  the  vegetable  kingdom,  and  who  have  had 
such  instructions  in  the  use  of  water  coburs  as  may  enable  them  to 
copy  individual  flowers  with  ease,  we  would  recommend  the  ac- 
quiring of  a  thorough  knowledge  of  harmonious  colouring,  (which 
see.) 

The  modes  in  which  taste  is  cultivated  at  Lyons  deserve  particu- 
lar attenti<Hi,  study,  and  imitation.  Among  the  weavers  of  that 
City,  (as  well  as  among  those  of  the  other  great  cities  of  France) 
much  attention  is  devoted  to  anything  in  any  way  connected  with 
the  beautiful  either  in  figure  or  colour.  Weavers  may  be  seen  in 
their  holiday  leisure  gathering  flowers  and  grouping  them  in  the 
most  engaging  combinations.  They  are  continually  suggesting  new 
designs  to  their  employers,  and  are  thus  the  fruitful  source  of  el^ant 
patterns.  Hence,  the  French  flower  patterns  are  remarkably  free 
from  incongruities,  being  copied  from  nature  with  scientific  precision. 

AH  these  facilities  for  the  improvement  of  our  fimcy  manu&ctui;es, 
which  are  now  springing  into  existence  in  every  quarter  of  this  vast 
country,  are  within  the  reach  of  the  most  humble.*  The  pursuit  of 
such  a  course  of  study  as  we  have  endeavoured  to  point  out,  would 
not  only  augment  their  sources  of  innocent  pleasure,  but  lead  them 
to  other  instructive  pursuits.  The  youth  in  searching  for  the  most 
graceful  and  picturesque  plants  in  nature's  most  profuse  and  wildest 
productions,  would  be  naturally  led  to  commence  the  study  of  botany ; 
for,  he  would  then  have  some  interest  in  the  enquiry.  And,  it  may 
easily  be  imagined  with  what  avidity  the  more  advanced  would  add 
to  their  knowledge  of  that  pleasing  science,  or  the  gratification  they 
would  derive  from  the  study  and  practice  of  horticulture. 

It  is  scarcely  necessary  for  us  to  point  out  the  advantages  to  be 
derived  from  the  cultivation  ^f  flowers,  by  those  engaged  in  design- 
ing ornamental  patterns.  The  productions  of  a  well  managed 
flower  garden  to  such  would  be,  in  our  opinion,  of  more  real  utility 
as  objects  of  study  than  the  contents  of  the  Louvre.  In  those  pro- 
ductions of  nature  they  will  find  most  exquisite  beauty  and  ele- 
gance of  form. 

In  saying  that  the  study  of  such  subjects  is  of  more  utility  to  the 
wnamental  designer  than  that  of  those  great  works  of  art  which 
have  been  the  admiration  of  ages,  we  do  not  mean  to  undervalue 
the  benefit  that  any  one,  and  especiedly  the  artist,  may  derive  from 
studying  wcMrks  of  this  description.    We  are  aware  that  the  eye  has 
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its  principle  of  correspondence  with  what  is  beautiful  and  elegant, 
and  that  it  acquires,  like  the  ear,  an  habitual  delicacy,  and  answers 
with  the  same  provisions  to  the  finest  impressions.  Being,  there- 
fore, versed  in  the  works  of  the  best  mastere  it  soon  learns  to  distin- 
guish true  impressions  from  &lse,  and  grace  from  affectation. 

HARMONIOUS  COLOURING. 

Harmonious  arrangements  of  cok>urs  are  such  combinations  as 
by  certain  principles  of  our  nature  produce  an  effect  on  the  eye 
similar  to  that  which  is  produced  by  harmonious  music  on  the  ear  ; 
and  a  remarkable  conformity  exists  between  the  science  of  colour 
and  that  of  sound  in  their  fundamental  principles,  as  well  as  in  their 
effects. 

It  is  well  known  to  all  who  have  studied  music,  that  there  are 
three  fundamental  notes,  viz.  C,  E,  and  G,  which  compose  the  com- 
mon chord  or  harmonic  triad  ;  and  that  they  are  the  foundation  of 
all  harmony.  So  there  are,  also,  three  fundamental  colours,  the 
lowest  number  capable  of  uniting  in  variety,  harmony  or  system. 

By  the  combination  of  any  two  of  these  primary  colours  a  second- 
ary colour  of  a  distinct  kind  is  produced ;  and  as  only  one  absolutely 
distinct  denomination  of  colour  can  arise  from  a  combination  of  the 
three  primaries,  the  full  number  of  really  distinct  colours  is  seven, 
corresponding  to  the  seven  notes  in  the  complete  scale  of  the  musi- 
cian. Each  of  these  colours  is  capable  of  forming  an  archus  or 
key  for  an  arrangement  to  which  all  the  other  colours  introduced 
must  refer  subordinately.  This  reference  and  subordination  to  one 
particular  colour,  as  is  the  case  in  regard  to  the  key  note  in  musical 
composition,  gives  a  character  to  the  whole. 

This  characteristic  of  an  arrangement  of  colour  is  generally  called 
its  tone ;  but,  this  tone  is  more  applicable  to  individual  lines,  as  it  is 
in  music  to  voices  and  instruments  alone.  The  colourist,  like  the 
musician,  notwithstanding  the  extreme  simplicity  of  the  fundamen- 
tal principles  upon  which  his  art  is  founded,  has  ample  scope  for 
the  production  of  originality  and  beauty,  in  the  various  combinations 
and  arrangements  of  his  materials. 

The  three  homogenious  colours,  yellow,  red,  and  blue,  have  been 
proved  by  Field  in  the  most  satisfectory  manner  to  be  in  numerical 
proportional  power  as  follows :  yellow  three,  red  five,  and  blue  eight. 

When  these  three  colours  are  reflected  from  any  opaque  body  in 
these  proportions,  white  is  produced.  They  are  then  in  an  active 
state,  but  each  neutralized  by  the  relative  effect  that  the  others  have 
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upon  it.  When  they  are  absorbed  in  the  same  proportions  they  are 
in  a  passive  state,  and  black  is  the  result.  When  transmitted 
through  any  transparent  body  the  effect  is  the  same,  but  in  the  first 
case  they  are  material  or  inherent,  and  in  the  second  impalpable  or 
transient. 

From  the  combination  of  the  primary  colours  the  secondary  arise, 
and  are  orange,  which  is  composed  of  yellow  and  red  in  the  propor- 
tion of  three  and  five ;  purple,  which  is  composed  of  red  and  blue 
in  the  proportion  of  five  and  eight ;  and  green,  composed  of  yellow 
and\  blue  in  the  proportion  of  three  and  eight.  These  are  called  the 
accidental  or  contrasting  colours  to  the  primaries  with  which  they 
produce  harmony  in  opposition,  in  the  same  manner  in  which  it  is 
effected  in  music  by  accompaniment,  the  orange  with  the  blue,  the 
purple  with  the  yellow,  and  the  green  with  the  red.  They  are 
therefore  concords  in  the  musical  relation  of  fourths,  neutralizing 
each  other  at  sixteen.  From  the  combination  of  these  secondaries 
arise  the  tertiaries,  which  are  also  three  in  number,  as  follows: 
ohve,  fi'om  the  mixture  of  the  purple  and  green ;  citron  from  the 
mixture  of  orange  and  purple ;  and  russet  from  the  mixture  of  green 
and  orange.  These  three  colours,  however,  hke  the  compounds 
produced  by  their  admixture,  may  be  reckoned  under  the  general 
denomination  of  neutral  hues,  a»  they  are  all  formed  by  a  mixture 
of  the  same  ingredients,  the  three  primaries,  which  always  less  or 
more  neutralize  each  other  in  triunity ;  the  most  neutral  of  them 
all  being  grey,  the  mean  between  black  and  white,  as  an}^  of  the 
secondaries  are  between  two  primaries,  it  may  appropriately  be 
termed  the  seventh  colour.  These  tertiaries,  however,  stand  in  the 
same  relation  to  the  secondaries  that  the  secondaries  do  to  the  prima- 
ries, olive  to  orange,  citron  to  purple,  and  russet  to  green ;  and  their 
proportion  will  be  found  to  be  in  the  same  accordance,  and  neutral- 
izing each  other  integrally  as  32. 

Out  of  the  tertiaries  arise  a  series  of  other  colours,  such  as  brown, 
marone,  slate,  &c.  in  an  incalculable  gradation,  until  they  arrive  in 
a  perfect  neutrality  in  black.  To  all  of  these  the  same  rules  of  con- 
trast are  equally  applicable. 

Besides  this  relation  of  contrast  in  opposition,  colours  have  a  re- 
lation in  series,  which  is  their  melody.  This  melody  or  harmony 
of  succession  is  found  in  all  the  natural  phenomena  of  colour. 
Each  colour  on  the  prismatic  spectrum  and  in  the  rainbow  is  melo- 
dized by  the  two  compounds  which  it  forms  with  the  other  two 
primaries.  For  instance,  the  yellow  is  melodized  by  the  orange  on 
the  one  side  and  the  green  on  the  other,  the  blue  by  the  green  and 
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purple,  and  the  red  by  the  purple  and  orange.  Field,  in  his  excel- 
lent essay  on  the  '^  Analogy  and  Harmony  of  Colours,"  has  shown 
these  coincidences  by  a  diagram,  in  which  he  has  accommodated 
the  chromatic  scale  of  the  colourist  to  the  diatonic  scale  of  the  mu- 
sician ;  showing  that  the  concords  and  discords  are  also  singularly 
coincident. 

An  eminent  writer  on  the  fine  arts  observes,  that  colouring,  like 
sound  in  music  or  poetry,  should  be  an  echo  to  the  sense ;  and  ac- 
cording to  the  general  sentiment  the  subject  should  inspire,  it  will 
be  gay,  lively,  sombre  or  solemn. 

By  keeping  these  observations  in  view,  the  pattern  drawer  will 
have  an  extensive  field  for  the  display  of  his  judgment  and  taste,  in 
the  selection  and  arrangement  of  the  harmonizing  and  contrasting 
colours,  especially  if  he  examines  attentively,  the  order  in  which 
nature  commonly  disposes  them.  Thus,  for  example,  in  the  centre 
of  a  red  rose  he  will  find  a  yellow  tint  blended  with  the  orange  hue 
of  the  stamens,  while  the  petals  or  leaves  of  the  flower  are  red. 
These  tints,  agreeably  to  the  principles  of  which  we  have  been 
treating,  are  harmonizing  colours ;  while  the  calyx  or  cup,  which 
comes  in  contact  with  the  petals,  as  well  as  the  other  parts  of  the 
shrub  are  green,  the  natural  contrasting  colour  of  red.  Examples 
of  the  contrasting  colours  on  flowers  will  be  found  in  some  species 
of  the  violet,  the  wall  flower,  and  many  other  productions  of  the 
flower  garden. 

In  the  finest  specimens  of  Persian  and  Turkish  carpets,  the  deep 
tones  of  indigo  and  brown  predominate,  while  the  bright  hues  and 
tints  only  appear  in  detail,  and  heighten  the  effect  of  the  pattern. 

For  the  majority  of  the  foregoing  observations  on  design  and 
colouring,  we  are  indebted  to  Mr.  Hay's  work  on  colour*  the  best 
and  cheapest  practical  work  on  the  subject,  and  one  which  to  the 
professional  man  and  to  the  student  is  indispensable. 

DESIGN  PAPER. 

Patterns  require  to  be  painted  on  design  paper  before  they  can  be 
lashed.  It  is  commonly  printed  from  an  engraved  copper  or  steel 
plate  upon  stout  white  paper  :  it  consists  of  straight  lines  running 
at  right  angles ;  the  spaces  between  which  lines  represent  the 
threads  of  warp  and  weft. 

*  The  Laws  of  Harmonious  Colouring.  By  D.  R.  Hay:  W.  S.  Orr. 
1838. 
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The  varieties  of  design  paper  in  common  use  are,  8  by  8,  8  by 
9,  8  by  10,  8  by  11,  8  by  12,  8  by  13,  8  by  14,  8  by  16,  and  10 
by  10.  A  specimen  of  8  by  8  is  shown  in  Pig.  70,  and  it  will  be 
observed,  as  the  name  implies,  that  it  has  eight  white  spaces  both 
ways  in  the  design.  In  using  these  varieties  for  draw  loom  pat- 
terns, 8  is  commonly  considered  the  simples  or  mails  in  a  design, 
and  the  variable  numbers  9,  10,  11,  &c.,  the  lashes,  to  adapt  the 
pattern  either  to  the  quantity  of  weft  on  the  ground  or  the  number 
of  picks  on  each  lash.  In  some  cases,  however,  the  variable  figures 
represent  the  simple  cords  and  8  the  lashes ;  which  adds  considera- 
bly to  the  number  of  varieties  above  specified.    See  page  507. 

DESIGNING  PATTERNS. 

This  is  perhaps  the  most  important  as  well  as  the  most  delicate 
process  connected  with  figured  weaving ;  for  it  is  on  a  judicious  se- 
lection and  extensive  variety  of  patterns,  combined  with  economy 
in  the  disposal  of  colours,  that  the  greatest  chances  of  success  de- 
pend. The  manufacturer,  therefore,  though  no  designer  himself, 
should  possess  a  knowledge  of  drawing,  or  at  least  of  sketching,  so 
as  to  be  able  to  communicate  his  ideas  to  the  pattern  drawer,  and 
to  make  a  tasteful  selection  from  the  productions  of  others. 

The  qualifications  of  a  pattern  drawer  who  would  excel  in  his 
profession  are  by  no  means  of  a  superficial  nature.  A  facility  in 
sketching  or  delineating  any  object  that  may  present  itself,  whether 
natural,  artificial,  or  imaginary,  combined  with  a  thorough  knowl- 
edge of  the  principles  of  weaving,  at  least  with  those  branches  with 
which  he  is  more  immediately  connected,  are  indispensable  requi- 
sites. The  pattern  drawer,  like  the  poet  and  the  painter,  ought  to 
possess  a  strong  and  lively  imagination,  to  be  deeply  impressed  with 
the  beauties  of  nature,  and  to  be  able  to  draw  from  thence  the  prin- 
cipal effect  of  his  designs.  A  chaste  taste  also  is  as  necessary  in 
the  pattern  drawer  as  in  the  manafacturer  ;  and  this  will  be  greatly 
improved  by  a  little  knowledge  of  geometry,  particularly  symmetry 
and  proportion ;  for  nothing  can  be  more  offensive  to  a  person  of 
genuine  taste  than  a  pattern  crowded  with  an  incongruous  assem- 
blage of  distorted  objects,  as  for  instance,  dwarfs,  knockneed  night 
owls,  straight-legged  curlews,  crook-necked  cormorants  &c. 

Pattern  drawers  have  frequent  occasion  to  copy  extensive  patterns 
fi"ora  the  cloth,  such  as  coloured  shawls,  vestings  and  furniture 
stuffs.  This  is  easily  effected  by  laying  a  sheet  of  transparent 
paper  over  the  pattern  to  be  copied,  so  that  every  object  and  colour 
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may  be  distinctly  traced  through  it  with  a  black  lead  pencil.  The 
pattern  may  afterwards  be  transferred  to  a  sheet  of  clean  drawing 
paper,  by  means  of  tracing  paper,  and  a  steel  point,  and  coloured 
in  the  same  manner  as  the  original. 

To  make  transparent  paper,  a  sheet  of  silk  or  tissue  paper  may 
be  brushed  over  with  sweet  oil,  until  it  be  thoroughly  wet,  and  when 
it  has  been  allowed  to  dry  it  will  be  fit  for  use.  But,  as  this  paper 
will  sometimes  become  dim  by  exposure  to  the  air,  the  following  re- 
ceipt is  recommended : 

Take  one  quart  of  the  best  rectified  spirits  of  turpentine,  and  add 
to  it  a  quarter  of  an  ounce  of  sugar  of  lead,  finely  powdered ;  shake 
it  up,  and  let  it  stand  twenty- four  hours  ;  then  pour  it  off  (throwing 
away  the  sediment,  of  course,)  and  add  to  it  one  pound  of  the  best 
Canada  babam  ;  set  it  in  a  gentle  hand  heat  till  it  is  quite  mixed, 
when  it  will  be  fit  for  brushing  over  the  paper. 


COMB  DRAW  LOOM. 


a] 
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After  the  introduction  of  Cross's  machine  among  the  Paisley 
manufacturers.  Dr.  Laughlin  Mc.  Laughlin,  of  Ballyshannon, 
(county  Donegal,)  Ireland,  made  some  slight  alterations  upon  it, 
(for  they  can  scarcely  be  called  improvements,)  in  the  mode  of 
lifting  the  cords  of  the  harness,  by  substituting  a  comb  or  combs, 
instead  of  trap  boards,  which  were  used  in  the  original.    In  the 
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Doctor's  modification,  the  tail  is  cut  short,  and  the  ends  of  the  cords 
are  tied  perpendicularly  in  a  board  or  frame,  which  is  screwed  or 
nailed  to  the  top  of  the  machine,  as  represented  at  A  in  Fig.  80 : 
a  plan  view  of  this  board  is  given  in  Fig  81.  From  each  of  these 
perpendicular  cords,  a  simple  cord  B  extends  horizontally  over  the 
weaver's  head,  (the  position  of  which  will  be  evident  enough  firom 
the  section  of  his  leg  seen  in  the  figure,)  and  is  festened  to  the 
board  C,  (which  is  precisely  like  that  shown  in  Fig.  81,)  the  lashes 
hanging  below,  each  having  a  bob  D  ready  to  be  pulled  by  the 
weaver's  hand,  instead  of  by  a  draw  boy.  A  little  above  the  point 
where  the  simple  cords  are  connected  to  the  perpendicular  or  neck 
cords,  there  is  a  knot  E  on  each  of  the  perpendicular  cords,  all  of 
which  knots  are  in  a  straight  line,  and  of  an  equal  height ;  and 
they  do  not  differ  from  those  marked  O  O  in  Cross's  machine.  Be- 
low these  knots  and  above  the  simple  is  placed,  upon  suitable  bear- 
ings, a  fiat  board  F,  moving  upon  pivots  at  G  G,  one  edge  of  which 
is  indented  so  as  to  resemble  the  teeth  of  a  comb  (see  Fig.  82)  from 
which  uspfrd  &mily  utensil,  no  doubt,  it  has  derived  its  name.  On 
the  side  of  this  board,  opposite  to  the  teeth,  is  nailed  a  long  arm  or 
lever  H  (see  Figs.  80,  82  and  84)  which  when  pulled  down  raises 
the  indented  side  or  teeth ;  and  consequently  the  knot  cords  which 
have  been  drawn  into  them,  as  is  represented  at  I  Fig.  82. 


J%83 


The  wire  or  chain  J  (see  Fig  80)  connects  the  arm  H  with  the 
treadle  K,  which  treadle  is  distinct  from  those  uned  for  working  the 
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ground.  Hence,  when  any  shed  is  to  be  opened,  the  weaver  pulls 
down  the  corresponding  lash,  thereby  drawing  the  knot  cords  at- 
tached to  it,  between  the  teeth  of  the  comb  F,  as*  before  stated  ;  he 
then  presses  down  the  treadle  K  with  his  left  foot,  keeping  it  pressed 
until  he  has  worked  over  the  ground  treadles,  with  his  right  foot, 
and  given  the  proper  number  of  picks  for  that  change  of  the  pat- 
tern. There  is  also  another  guide  board,  marked  L,  through  which 
all  the  perpendicular  cords  E  pass,  and  it  is  in  all  respects  like  that 
marked  A  Fig.  81.  The  comb  F  is  recovered  or  counterbalanced 
to  its  resting  place  every  time  the  weaver  lifts  his  foot  from  off  the 
treadle  K,  by  means  of  the  weight  M  and  cord  N,  which  cord  pas- 
ses into  the  comb  F  and  is  made  fast  by  a  knot  at  O.  There  js 
also  another  knot  P  on  this  cord,  for  preventing  the  weight  M  from 
sinking  the  comb  F  too  low  under  the  knot  E :  all  this  will  be  seen 
to  greater  advantage  in  the  enlarged  section  Fig.  84.  The  cords  of 
the  lash  bobs  D  have  each  a  knot,  which,  when  the  bob  is  pulled 
down,  is  slipped  under  a  saw  cut  or  groove  in  the  board  Q,,  a  more 
perfect  view  of  which  is  given  in  Fig.  83.  As  many  of  the  simple 
cords  B  are  connected  to  each  of  the  bob  cords  as  are  required  to 
form  one  lash  or  change  of  the  pattern,  and  of  course,  there  must  be  as 
many  bobs  as  there  are  changes  in  the  figure. 

We  would  remark,  that  in  Fig.  80,  only  one  mail  S  and  one 
lead  T  are  shown,  to  avoid  confusion ;  but  the  harness  does  not 
differ  in  construction  from  that  represented  in  Figs.  63  and  85. 


SECTION  SIXTH. 


BARREL  OR  CYLINDER  LOOM. 

The  next  improvement  in  weaving  that  merits  our  attention,  is 
that  of  the  barrel  or  cylinder  loom,  the  invention  of  which  is  claimed 
by  one  Thomas  Morton,  of  Kilmarnock,  Scotland.  This  improve- 
ment consists  in  using  a  barrel  or  cylinder,  on  the  surface  of  which, 
the  figure  or  pattern  to  be  produced  in  the  cloth  is  arranged  in  re- 
lief, precisely  in  the  same  way  as  tunes  are  disposed  on  the  barrel 
of  the  common  organ,  or  on  that  of  a  musical  box,  by  inserting  wire 
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Staples  or  wooden  pins,  and  the  barrel  being  placed  upon  the  top  of 
the  loom,  these  staples  actuate  other  suitable  mechanism,  and  thus 
the  pattern  is  formed  upon  the  cloth. 


Pig.  86  represents  a  front  view  of  this  loom,  as  it  appears  when 
the  ahed  is  formed.    A  is  the  barrel ;  B  a  spur  wheel  Weribd  to  its 
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end  by  the  screws  C  C :  this  wheel,  by  means  of  proper  catches 
and  oUier  machinery,  to  be  hereinafter  described,  governs  the  rota- 
tion of  the  barrel  A,  so  as  to  give  out  a  line  on  its  surface  at  each 
change  of  the  pattern,  equal  to  one  line  of  the  design  paper,  as  rep- 
resented in  Fig.  86,  which  figure  shows  a  plan  of  the  barrel  A,  with 
the  pattern  or  sprig  D  drawn  upon  its  surface  ;  E  is  the  sUdes ;  F 
the  connecting  cords,  and  G  the  slide  roller ;  the  latter  having  a 
leather  strap  H  nailed  to  it,  in  order  that  the  cords  F  may  be  fast- 
ened thereto,  as  is  shown  in  Figs.  85  and  86.  The  slides  E  work 
in  the  slide  frame  1 1,  an  end  view  of  which  frame  is  given  in  Fig. 
86,  and  a  plan  of  it  in  Fig.  86  ;  it  is  listened  at  each  side  by  the 
bolts  or  screws  J  J,  which  hold  it  in  its  proper  place.  Fig.  92  is  an 
end  view,  in  section,  of  the  barrel  A,  having  a  few  of  the  pattern 
staples  driven  into  it,  (by  way  of  example :)  these  staples  are  of  the 
various  sizes  or  lengths  to  suit  the  number  of  changes  required  in 
the  different  parts  of  the  pattern,  as  indicated  by  the  sprig  D,  Fig. 
86.  The  staple  No.  1  (see  Fig  92)  contains  three  lines,  and,  of 
course,  will  cause  the  warp  thread  or  threads  which  it  governs,  to 
be  lifted  three  times  in  regular  succession ;  the  two  lines  which  fol- 
low this  staple,  being  ground,  arc  missed,  and  ten  lines*  are  taken 
for  the  staple  No.  2  ;  two  lines  are  missed,  and  one  is  taken  for  No. 
3  ;  one  Une  is  missed,  and  one  is  taken  for  No.  4  ;  four  lines  are 
missed,  and  six  are  taken  for  No.  5 ;  one  line  is  missed,  and 
one  is  taken  for  No  6  ;  one  line  is  missed,  and  four  are  taken  for 
No.  7  ;  one  line  is  missed,  and  five  are  taken  for  No.  8  ;  and  the 
two  last  lines  on  the  right  hand  side  are  missed,  being  ground  or 
blank. 

The  neck  cords  are  arranged  in  a  row,  (similarly  to  those  of  Dr. 
McLaughlin's  machine,)  and  each  passes  through  a  suitable  hole  in 
one  of  the  slides  E,  which  holes  may  be  seen  at  K  in  the  slide  frame 
Fig.  86,  and  their  position  is  indicated  by  the  dotted  Une  L,  Fig.  85. 
The  tail  or  neck  cords  are  all  tied  to  their  respective  harness  twines 
immediately  above  the  two  wooden  rollers  M  (see  Fig.  85 :)  these 
rollers  keep  the  selvage  warp  threads  of  the  same  height  as  those 
in  the  centre  of  the  web  wb<^n  the  shed  is  formed.  N  N  is  the  har- 
ness board,  which  is  supported  by  the  framing  of  the  loftn  at  O  0 ; 
P  P  P  P  are  mails,  and  0,0,0,0,  their  respective  lead  weights,  and 
both  these  leads  and  maib  are  precisely  of  the  same  form  as  those 


*  This  is  the  greatest  number,  or  length,  ever  taken  for  one  staple ;  be- 
cause, if  more  were  taken,  the  staple  would  be  liable  to  bend  in  its  middle, 
owing  to  the  slides  E  driving  against  it  in  the  working  of  the  loom. 
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of  the  draw  loom  (shown  in  Fig.  63.)  In  Fig.  86  there  are  four 
harness  cords,  R  R  R  R,  connected  to  the  first  tail  cord  at  S,  just 
above  the  rollers  M,  which  shows  that  in  this  example,  there  are 
four  repeats  or  parts  ia  the  whole  tie  of  the  harness.  The  harness 
board  N  N  is  in  every  respect  like  that  of  the  draw  loom,  Fig.  66,  in 
which  figure  five  holes  are  shown  in  the  breadth  of  the  board ;  one 
row,  therefore,  or  five  holes,  may  be  supposed  to  represent  five  of  the 
slides  E,  shown  in  Fig.  86. 

Now,  the  operator,  in  proceeding  to  tie  up  a  harness  of  this  de- 
scription, takes  the  first  front  hole  of  the  board  at  the  commence- 
ment of  each  repeat  or  part ;  and  if  it  is  to  contain  four  repeats,  as 
in  Fig.  86,  he  connects  those  four  cords  to  the  first  or  front  tail  cord, 
and  then  proceeds  to  the  second,  and  so  on  to  the  fifth  or  back  hole 
in  his  harness  board,  which  will,  of  course,  be  connected  to  the  tail 
cord  belonging  to  the  fifth  slide.  For  the  sake  of  illustration,  we 
have  numbered  these  five  slides  in  regular  succession.  No.  1  being 
the  first  in  fi-ont  and  corresponding  to  the  front  hole  in  the  harness 
board  N  N,  and  so  on  to  slide  No.  6,  which  corresponds  to  the  last 
or  fifth  hole  at  the  back  of  the  harness  board.  When  one  row  is 
finished,  the  operator  again  commences  at  the  front  of  the  harness 
board,  on  the  right  hand  side  of  each  of  the  first  rows,  tying  the 
four  first  cords  of  the  second  row  of  each  repeat  to  the  tail  cord 
passing  through  the  sixth  slide,  and  so  on  until  the  row  be  com- 
pleted, always  banning  the  rows  as  at  first,  and  proceeding  regu- 
larly over  them  until  all  the  harness  is  tied. 

The  pattern  must  be  read  off  firom  the  design  paper  on  to  the 
barrel  A,  as  represented  in  Fig.  86 ;  but,  previous  to  this  process, 
however,  it  is  necessary  to  line  off  the  barrel,  so  as  to  give  its  sur&ce 
the  appearance  of  design  paper,  and  without  which  preparatory 
operation,  the  pattern  could  not  be  read  on  properly  :  this  lining  is 
efiiscted  in  the  following  manner : — One  of  the  slides  E  is  sharpened 
to  a  point,  as  represented  at  T,  Fig.  86,  which  point  is  kept  pressed 
by  the  finger  of  the  principal  operator  against  the  barrel  A,  while  a 
second  person  causes  the  barrel  to  revolve,  by  which  means,  a  mark 
or  line  is  made  round  its  surfece,  like  those  shown  in  Fig.  86.  It 
may  be  observed,  that  none  of  the  slides  E  are  inserted  in  the  firame 
1 1  untU  the  barrel  A  has  been  chequered  as  shown  in  the  figure ; 
because,  if  they  were,  the  pointed  slide  T,  could  not  be  moved  along 
from  bole  to  hole  in  the  frame  1 1,  as  the  marking  or  scoring  pro- 
ceeded. Each  of  the  lines  thus  made  round  the  barrel  A  must  be 
directly  opposite  to  the  centre  of  a  slide,  in  order  that  the  slides  may 
afterwards  strike  fiurly  on  the  staples. 

d4 
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The  operator  now  proceeds  to  cross-line  his  barrel  (from  right  to 
left)  by  laying  a  ruler  or  straight-edge  along  the  length  of  it,  par- 
allel to  its  axis  ;  the  ends  of  which  ruler  rest  on  each  side  of  the 
frame  of  the  machine,  and  perfectly  level  with  the  slide  frame  1 1. 
He  affixes  to  the  end  of  the  barrel  A  a  throated  pulley  U  (See 
Fig  85,)  around  which  is  adjusted  the  rope  or  cord  V  V,  passing 
over  the  pulleys  W  W,  and  attached  to  the  weights  X  and  X,*  the 
latter  of  these  weights  being  sufficiently  heavy  to  draw  round  the 
barrel  A  one  line  of  the  pattern  every  time  one  of  the  catches  Y  Y 
(one  of  which  is  seen  in  Fig  89)  is  elevated  from  the  side  of  one  of 
the  cogs  of  the  spur  wheel  B.  These  catches  are  fixed  in  the  stand 
or  support  Z,  which  is  bolted  to  the  frame  at  A^  A^  (see  Fig.  85 ;) 
in  this  stand  the  catches  are  kept  in  the  proper  position,  by  means 
of  a  wire  pin  B'  passing  through  them  ;  a  clearer  view  of  one  of 
these  catches  with  its  pin  B'  and  recovering  weight  C  will  be  had 
in  Fig.  89.  The  recovering  weight  C  of  each  catch  merely  serves 
to  bring  it  back  to  its  former  position  in  the  spur  wheel  B  after  it 
has  been  lifted  by  the  arms  D'  D*  of  the  tumbler  E' ;  this  tumbler 
is  distinctly  represented  in  Figs.  85  and  90.  On  one  end  of  the 
tumbler  shaft  is  affixed  a  small  pellet  F',  which  works  in  a  gouged- 
out  pulley  G^  (see  Fig.  88,)  which  pulley  is  loose  on  the  end  of  the 
tumbler  shaft,  and  a  small  spring  catch  H'  is  screwed  to  it,  and  this 
catch  works  against  each  of  the  points  of  the  pellet  F*  alternately 
(see  Fig.  88.)    The  operation  of  these  parts  is  as  follows  : — 

Every  time  the  barrel  treadle  cord  I'  (see  Figs.  86  and  88)  is 
depressed,  the  pulley  G'  having  the  spring  catch  H^  screwed  to  it, 
will  cause  ^the  pellet  F'  to  turn  to  the  right,  and,  if  the  treadle  cord 
I*  be  of  the  proper  length,  the  two  points  of  the  pellet  F*  will  ex- 
change positions.  The  cord  I^  being  connected  below  to  the  barrel 
treadle  J',  as  in  Fig  85,  when  the  weaver  lifts  his  (left)  foot  from 
off  this  treadle,  the  weight  R'  will  recover  the  pulley  G*  to  its  former 
position,  as  shown  in  Fig.  88,  the  spring  catch  H  slipping  over  one 
of  the  points  of  the  pellet  F*.  The  whole  of  the  apparatus  in  Fig. 
88  is  kept  in  its  proper  position  by  means  of  the  knot  L'.  The 
spring  M^  bears  against  the  tumbler  shaft  in  such  a  manner  that  at 
whatsoever  point  or  place  the  spring  catch  H'  leaves  the  pellet  F*,  it 
will  there  remain ;  and  this  prevents  any  part  of  the  apparatus 
from  interfering  with  the  catches  Y  Y  during  the  operation  of  tlie 
loom.  The  knot  N*  (see  Fig.  88)  holds  the  cord  in  the  throat  of 
the  pulley  G*. 

When  the  operator  proceeds  to  line  off  or  score  his  barrel  length- 
wise, as  before  stated,  he  lifts  the  catches  Y  Y,  each  alternately, 
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aod  draws  a  line  a  score  for  every  time  a  catch  is  lifted.  The 
weight  X'  causes  the  barrel  A  to  move  half  a  tooth  or  interval  to 
each  line  only,  and  consequently  each  of  the  catches  Y  Y  must 
only  be  half  the  thickness  of  one  interval  between  the  teeth  or 
dents  of  the  spur  wheel  B ;  for,  if  each  catch  fitted  between  two  of 
the  teeth,  although  one  of  the  catches  were  lifted,  still  the  weight 
X*  could  not  move  the  barrel  A,  as  the  other  catch  would  hold  it 
fast :  and  if  both  catches  were  elevated  at  once,  this  weight  would 
in^antly  run  down  as  far  as  the  cord  would  permit,  or  until  stopt 
by  some  other  means,  such  as  the  floor  of  the  weaving  room,  and 
thus  spoil  the  operation,  but  to  avoid  this  evil,  each  of  the  catches 
Y  Y,  as  before  observed,  is  only  half  the  thickness  of  the  space  be- 
tween the  teeth  or  dents  of  the  wheel  B,  and  they  are  so  arranged, 
that  the  one  to  the  left  hand  side  bears  against  the  inside  of  one 
tooth  and  the  other  to  the  right  bears  against  the  inside  of  another 
tooth,  thus  leaving  half  a  space  empty  inside  of  each  catch,  one 
tooth  being  in  the  centre  between  them. 

Now,  suppose  the  barrel  A  to  be  pulled  by  the  weight  X*  towards 
the  right,  as  in  Fig.  85,  the  tumbler  shaft  E*  causing  the  left  hand 
catch  (which  was  inside  the  tooth  and  bearing  against  it)  to  be  ele- 
vated, it  is  evident  that  the  weight  X'  would  directly  cause  the 
barrel  A  to  move  half  a  tooth,  by  bringing  the  right  hand  catch 
against  the  left  hand  side  of  the  tooth,  instead  of  the  right ;  and 
during  these  movements  the  first  catch  would  recover  its  former 
position,  by  dropping  into  a  new  interval  towards  the  left  hand  side, 
the  weight  X*  drawing  the  barrel  against  the  other  catch  before  the 
first  had  time  to  interfere  by  dropping  into  the  place  from  which 
the  second  was  moved  :  thus  the  gradual  motion  is  communicated 
to  the  barrel  A.  The  operator  draws  a  line  or  score  along  the  face 
of  the  barrel,  parallel  to  its  axis,  every  time  he  lifts  one  of  the 
catches  Y  Y,  until  the  entire  circumference  of  the  barrel  be  lined 
off. 

Particular  care  should  be  taken,  that  the  cross  lines  come  directly 
in  a  range  with  the  centre  of  the  slides  E,  so  that  these  may  strike 
correctly  on  the  staples  or  pins  of  the  barrel  in  the  operation  of 
weaving ;  for,  unless  the  slides  strike  correctly  on  the  centres  of  the 
lines  both  ways,  the  pattern  will  be  imperfect,  as  the  comb  will 
miss  the  knoU  of  the  tail  cords  (which  part  of  the  apparatus  will  be 
described  hereafter.) 

It  is  necessary  to  mark  upon  the  barrel  A  a  correct  representation 
of  the  design  or  pattern  to  be  woven  in  the  cloth,  such  as  is  shown 
by  the  sprig  D,  in  Fig  86.    The  sprig  D  is  given,  for  the  sake  of 
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iUuBtratioii,  with  the  small  squares  filled  up,  as  patterns  are  painted 
on  design  paper ;  but  it  is  evident  that  the  slides  E  could  not  strike 
the  centres  of  those  squares,  their  points  being  directly  opposite  to 
the  lines  which  run  round  the  circumference  of  the  barrel  A.  The 
pattern,  therefore,  instead  of  being  marked  in  the  centres  of  the 
squares,  like  the  sprig  D,  must  be  marked  on  the  corners  of  them, 
or  where  the  lines  cross  each  other  at  right  angles :  a  specimen  of 
this  marking  is  given  at  O,  Fig.  86,  which  indicates  by  the  dots 
the  different  corners  or  ctx)s8ings  where  the  staples  are  to  be  in- 
serted. Before  the  operator  drives  in  the  staples,  he  takes  a  brad- 
awl, such  as  that  shown  at  50,  Fig.  87,  with  which  he  pierces  small 
holes  for  the  reception  of  the  points  of  wire  of  which  the  staples  are 
formed.  The  bradawl  60  is  held  in  the  left  hand,  and  the  malkt  70  in 
the  right :  and  as  soon  as  a  staple  has  been  driven  to  nearly  its  proper 
depth  in  the  barrel,  the  operator  uses  the  punch  60,  which  has  a 
saw  cut  in  its  fajce  sufficiently  wide  to  admit  the  staple  wire,  (which 
is  generally  No.  13  or  14 ;)  and,  as  the  depth  of  this  saw  cut  is 
exactly  the  same  as  the  height  to  which  the  staples  must  project 
from  the  surface  of  the  barrel,  the  punch  is,  th^^fore,  driven  until 
its  face  touches  the  barrel ;  by  these  means  the  staples  are  made  to 
project  with  the  same  height  all  over  the  barrel.  It  is  also  neces- 
sary that  the  staples  should  stand  perfectly  straight  or  plumb,  after 
they  are  driven  into  the  barrel ;  otherwise,  the  riides  E  would  not 
strike  fairly  upon  their  centres,  so  that  the  pattern  would  be  incor- 
rect upon  the  cloth ;  but,  to  avoid  this  evil,  a  small  piece  of  sheet 
iron,  of  about  ^  of  an  inch  thick,  is  hollowed  out  at  one  of  its  edges, 
to  fit  exactly  the  circumference  of  the  barrel  A,  as  shown  at  P*, 
Fig.  87,  and  the  opposite  edge  is  left  straight,  as  at  Q,',  the  ends 
being  perpendicular  to  it,  as  at  R'  R'.  When  the  stapler  has  driven 
a  staple  into  the  barrel,  as  aforesaid,  he  brings  the  guage  iron.  Fig. 
87,  against  it  until  one  of  the  ends  R^  R*  comes  in  contact  with  it, 
and  if  the  staple  be  crooked  or  inclined  to  one  side,  he  uses  the 
small  hammer  or  mallet  70  in  his  right  hand,  to  strike  it  to  its 
proper  position,  holding  the  guage  iron  in  his  left  ;*  he  then  turns 
the  guage  iron,  by  bringing  its  edge  Q^  in  contact  with  the  barrel 


*  Perhaps  it  is  necessary  for  the  reader  to  bear  in  mind,  that  in  all  our  des- 
criptions of  machinery  and  apparatua  given  in  this  Work,  we  make  no  allow- 
ance whatever  for  that  portion  of  the  human  family  (male  or  female)  who 
are  so  unfortanate  as  to  have  the  most  essential  (in  weaving)  mem\)er8  of 
their  bodies  misplaced ;  as,  for  iDstanoe,  a  left  hand  for  a  right,  a  right  foot 
for  a  left,  dbc 
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longitudinally,  and  proceeds  to  straighten  the  staple  on  the  other 
sides  also,  if  necessary. 

We  shall  now  consider  the  mode  or  method  of  lifting  the  harness 
cords  R  R  R  R  by  their  respective  tail  cords : — Each  tail  cord,  as 
formerly  stated,  passes  through  one  of  the  slides  E,  and  after  de- 
scending about  8  inches,  a  knot  is  made  upon  it,  as  at  8',  Fig.  86 ; 
it  is  then  passed  through  a  hole  in  the  guide  board  T'  about  8  inches 
from  this  knot,  so  that  the  whole  distance  from  the  slides  E  to  the 
board  T^  is  about  16  inches.  The  knots  stand  in  a  row,  horizon- 
tally, and  are  A  of  an  inch  or  thereabout  from  each  other.  U'  (see 
Figs.  86  and  91)  is  a  wooden  roU^  of  about  4^  inches  in  diameter, 
having  suitaUe  iron  gudgeons  driven  into  its  ends,  serving  as  an 
axis  on  which  it  turns  round.  On  one  end  of  this  roller  is  affixed 
a  throated  pulley  (like  that  marked  U  in  Fig.  86,)  in  which  a 
strong  cord  W*  passing  over  three  fourths  of  its  circumference,  is 
made  fast.  A  small  groove  X*  (see  Fig.  91)  is  cut  out  of  the  roller 
U^  lengthwise,  of  the  dove-tail  form,  and  into  this  groove  the  back 
of  the  comb  which  lifts  the  knot  cords  is  insertnl.  This  comb 
must  be  made  of  good  smooth  hardwood,  and  the  teeth  must  be 
formed  at  such  distances  apart  from  each  other,  that  each  tail  or 
knot  cord  shall  etand  directly  opposite  the  interval  between  two 
teeth,  without  interfering  with  them.  A  side  view  of  the  form  of 
these  teeth  is  given  at  Y*,  Fig  91,  and  it  may  be  observed,  that 
they  are  turned  similarly  to  a  parrot's  bill,  but  upwards,  (whereas, 
the  bill  of  that  talkative  little  creature  is  generally  turned  down- 
wards,) so  that  they  may  more  eflectually  prevent  the  knot  cords 
from  dropping  when  the  weaver  is  opening  the  shed.  On  the 
reverse  side  of  the  throated  pulley  is  another  cord  Z^  with  a  stop 
knot,  and  with  a  weight  A';  which  weight  recovers  the  comb 
roller  U'  to  its  proper  position  when  the  weaver  lifts  his  foot  from  off 
the  barrel  treadle  J^  In  Fig.  86,  the  comb  roller  U*  is  represented 
with  the  shed  formed,  and  the  dotted  line  shows  the  position  of  the 
knots  S*  when  not  lifted.  The  teeth  of  the  comb  or  roller  U^  stand 
generally  about  f  of  an  inch  under  the  knots  S'  when  the  loom 
is  at  rest,  so  that  these  knots  may  be  thrown  into  them  to  fmrn  the 
pattern,  as  represented  on  the  barrel  A.  The  knot  cords  against 
whose  slides  the  staples  strike,  are  lifted,  and  the  remainder,  not 
being  thrown  into  the  teeth  of  the  comb,  are  omitted,  and  thus  they 
serve  to  form  the  ground  of  the  fabric. 

We  shall  now  describe  the  manner  in  which  the  slides  E  are 
drawn  away  from  the  face  of  the  barrel  A,  so  as  to  allow  th# 
weight  X*  to  turn  round  the  barrel  half  a  tooth  or  interval  to  each 
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change  of  the  pattern : — A  small  cord  F  is  attached  to  each  slide, 
as  at  B-  B'  Fig.  86,  and  the  other  end  of  this  cord  is  made  fast  to 
a  leather  strap  H ;  which  strap  is  nailed  to  the  roller  G ;  and  this 
roller  has  a  throated  pulley  C*  on  one  end ;  a  cord  D'  works  in 
the  throat  of  this  pulley  in  a  similar  way  to  that  of  the  comb  roller 
U^  and  it  is  connected  to  the  treadle  cord  I'  as  shown  in  Fig  85. 
Now,  it  is  evident,  that  if  the  barrel  treadle  J*  be  depressed,  the 
roller  G  will  draw  the  slides  E  away  fix>m  the  surface  of  the  barrel 
A ;  but  this  must  not  be  done  until  the  comb  roller  U^  has  taken 
hold  of  those  knots  which  were  thrown  into  its  teeth  by  the  staples, 
and  has  lifted  them  a  little  above  the  other  knots,  which  remain 
stationary ;  and,  to  effect  this,  the  cord  D=  is  longer  than  the  cord 
W*  which  turns  the  comb  roller  U',  and,  therefore,  does  not  begin 
to  draw  away  the  slides  E  from  the  barrel  A,  until  the  comb  has 
been  raised  to  this  position :  if  the  comb  roller  U'  remained  at  rest 
until  the  slides  E  were  drawn  back,  and  then  came  into  action,  it 
would  lift  the  whole  of  the  harness,  instead  of  a  proper  change  of 
the  pattern,  because  all  the  knot  cords  would  be  thrown  into  the 
teeth. 

The  tumbler  cord  of  the  pulley  G',  shown  in  Fig  88,  is  connected 
to  the  barrel  treadle  cord  V  in  the  same  way  as  those  of  the  comb 
roller  U^  and  slide  roller  G,  and  its  length  is  such  that  it  does  not 
begin  to  operate  upon  either  of  the  catches  Y  Y  until  the  slides  E 
have  been  drawn  back  from  the  barrel  A ;  otherwise,  although  one 
of  these  catches  were  lifted,  the  weight  X*  could  not  draw  the  bar- 
rel round,  in  consequence  of  the  staples  coming  in  contact  with  the 
points  of  the  slides. 

If  we  suppose,  for  example,  the  spur  wheel  B  to  contain  400  teeth 
in  its  whole  circumference,  it  will  give  800  different  changes  of  pat- 
tern in  the  cloth.  If  the  design  is  what  is  termed  a  point  or  centre 
pattern,  which  consists  of  two  halves  exactly  alike,  then,  as  soon 
as  one  half  has  been  woven  up  to  the  last  change  of  the  barrel,  the 
weaver  shifts  the  weight  X*  from  its  cord  to  that  marked  X,  and 
puts  the  latter  in  the  place  of  the  former  ;  when  he  again  begins  to 
work,  he  depresses  the  barrel  treadle  once  without  throwing  in  any 
weft,  (to  prevent  a  repetition  of  the  last  line  or  change  of  the  pat- 
tern ;)  were  this  not  done,  the  same  line  would  be  worked  twice 
over,  which  would  occasion  a  defect  in  the  cloth,  called  a  double 
point ;  he  throws  in  weft  for  the  next  line  of  the  barrel,  which  now 
turns  in  an  opposite  direction  from  what  it  formerly  did,  and  continues 
the  operation  otherwise  as  before.  Thus,  it  will  be  perceived,  that 
a  barrel  with  a  spur  wheel  containing  400  teeth  or  intervals  will 
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produce  a  pattern  on  the  cloth  of  1600  changes,  allowing  one  pick 
of  weft  for  each  :  but,  for  example,  if  S  leaves  of  headles  be  used, 
as  in  damask  weaving,  (which  see,)  and  as  many  treadles,  then, 
the  weaver  may  keep  down  his  barrel  treadle  J',  at  each  change  of 
the  paturn,  while  he  works  over  (with  his  right  foot)  the  8  ground 
treadles,  throwing  in  a  pick  of  weft  to  each  respectively ;  con- 
sequently, there  would  be  8  picks  of  weft,  instead  of  one,  as  in  the 
former  case,  for  every  change  of  the  pattern  on  the  barrel  A ;  thus, 
12800  threads  of  weft  may  be  given  with  8  leaves  of  headles  for  the 
ground,  on  a  spur  wheel  of  only  400  teeth. 

The  position  of  the  ground  treadles  may  be  seen  in  Fig.  85,  and 
they  are  numbered  from  1  to  8  ;  the  front  leaves  of  headles  are  not 
shown,  but  they  are  in  all  respects  the  same  as  those  used  in  dam- 
ask weaving  (see  Gilroy's  damask  power  looms.) 

The  sides  of  the  slide  frame  1 1  are  4^  inches  apart ;  the  wire 
of  which  the  slides  are  made  is  about  No.  8,  and  the  holes  in  them 
through  which  the  tail  cords  pass,  must  be  countersunk  both  above 
and  below,  and  well  polished,  so  that  they  may  not  cut  the  tail 
cords  ;  the  slide  roller  6,  is  generally  about  2 1^  inches  in  diameter, 
and  should  be  made  of  well-seasoned  wood. 

We  trust  that  from  this  description  of  the  barrel  machine,  (which 
is  the  only  one  ever  given  to  the  public,  of  any  practical  utility, 
either  in  this  country  or  in  Europe,)  our  manufacturing  friends  will 
be  fully  enabled  to  understand  its  mechanism,  and  to  construct  it 
for  themselves. 

The  apparatus  represented  in  Figs.  88,  89  and  90,  is  of  our  own 
invention ;  we  refer  to  the  pellet  F*  the  pulley  G,'  the  tumbler  shaft 
E',  with  its  arms  D*  D*,  catches  Y  Y,  and  the  minor  parts  with 
which  they  are  connected.  This  combination  we  have  found  from 
experience  to  be  far  superior  to  the  endless  screw  or  worm,  used  by 
Mr.  Morton,  for  working  the  spur  wheel  B ;  because  the  screw  is 
sometimes  liable  to  give  out  more  than  one  line  of  the  pattern  on 
the  barrel  A  at  once,  and  at  other  times  it  does  not  give  out  so 
much  ;  in  either  of  which  cases,  the  pattern  is  injured.  We  think 
it  superfluous  to  give  any  details  regarding  this  screw  contrivance 
of  Mr.  Morton's  as  it  would  only  be  wasting  the  reader's,  and  our 
own  valuable  time,  on  a  subject  of  no  practical  utility  to  either 
weaver  or  manufacturer.  E.  K.  Arphaxad,  as  appears  from  his 
Oration  delivered  before  the  Median  monarch.  King  Deioces,  seems 
to  have  been  thoroughly  acquainted  with  the  barrel  machine,  as 
constructed  by  Mr.  Morton.    (See  Introduction.) 
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JACQUARD  MACHINE  (FRENCH.) 

Shortly  after  the  introduction  of  the  barrel  machine,  from  the  East, 
by  Mr.  Thomas  Morton  of  Kilmarnock,  another  very  ingenious  ap- 
paratus, invented  by  M.  Jacquard,  a  native  of  Lyons,  was  smuggled 
from  France  into  England,  by  Mr.  Stephen  Wilson,  silk  manufac- 
turer, (brother  to  Samuel  Wilson,  Esq.  late  Lord  Mayor  of  London ;) 
and  its  peculiar  mechanism,  no  less  than  its  acknowledged  utility, 
renders  it  an  object  well  worthy  the  attention  of  both  weavers  and 
manufacturers. 

Like  many  other  great  inventions,  the  progress  of  this  machine 
was  not  near  so  rapid  as  its  merits  might  have  led  us'  to  suppose, 
and  this  may  be  traced  to  two  causes ;  the  first  of  which  was,  the 
opposition  of  interested  parties  (weavers)  who  erroneously  feared  that 
they  would  be  injured  by  its  introduction  among  them ;  the  second 
was,  the  imperfection  of  some  of  the  movements  of  the  machine 
itself,  which  its  ingenious  inventor  appears  to  have  been  unable  to 
obviate.  Although  M.  Jacquard  justly  deserves  the  honour  of  hav- 
ing first  constructed  a  machine  with  which  the  pattern  was  pro- 
duced by  means  of  pierced  cards  or  pasteboard  strips  working  against 
parallel  rows  of  needles,  still,  the  general  perfection  of  such  a  con- 
trivance, as  now  in  use,  must  be  ascribed  to  other  scientific  and 
practical  weavers,  both  in  Eurq)e  and  America ;  among  whom  we 
would  mention  the  following : — In  France,  M.  Dioudonnat  and  M. 
Bosquillon,  Paris;  in  Frngland,  Stephen  Wilson,  Esq.  and  John 
Dove  (foreman  to  Messrs.  Lee  and  Edward  Wilson,  silk  manu&c- 
turers,  124  Wood  Street,  Cheapside)  London ;  in  Scotland,  Claude 
Wilson,  James  Morrison,  H.  and  J.  Crawford,  Paisley,  and  Thomas 
Morton,  Kilmarnock ;  in  America,  Ichabod  Hook,  Lowell,  Mass. 

But  to  proceed  to  our  subject,  a  kxun  mounted  with  this  machine 
has  neither  tail,  simple,  nor  lashes;  and  the  pattern  is  cut  out  on 
pieces  of  pasteboard,  (or  sheet  tin,)  which  are  connected  together,  so 
as  to  form  an  endless  chain,  as  represented  in  Fig.  97.  The  har- 
ness is  constructed  very  similarly  to  "  Cross's  counteqx>ise  harness." 
Fig.  93,  is  a  front  elevation  of  the  Jacquard  machine,  as  it  appears 
when  at  rest,  showing  the  cyUnder,  pierced  with  holes,  for  carrying 
round  the  endless  chain  of  pattern  cards ;  Fig.  94  is  an  end  view,  or 
that  part  which  presents  itself  to  the  weaver  when  seated  on  his 
loom ;  and  Fig.  95  is  a  vertical  section,  taken  transversely  through 
the  machine,  showing  the  back  board  or  wire  guage  for  supporting 
the  ends  of  the  needles  and  keeping  them  in  their  proper  places ;  it 


Digitized  by  VjOOQIC 


JACQUARD  MACHINE. 


193 


also  shows  the  two  leather  straps  and  their  puUeys  ftr  lifting  the 
griff  frame. 


Fig.  93. 


We  would  here  remark,  that  in  describing  the  drawings  just  al- 
luded to,  the  same  letters  of  reference  indicate  similar  parts  in  all  of 
them.  A  A,  Pig.  96,  is  the  frame  of  the  machine,  connected  by 
suitable  cross  ban  at  BBBB;  the  two  upright  posts  C  C,  one  at 

26 
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each  end  of  the  machine,  support  the  cylinder  frame  D  D,  bring 
firmly  held  in  their  places  by  two  cross  pieces  or  bars  E  E,  one  of 
which  cross  pieces  is  very  visible  in  Fig.  94,  and  the  ends  of  both 

Fig.  94. 


are  shown  in  Fig.  93 :  into  these  are  inserted  the  pointed  screws 
F  F,  which  are  listened  by  means  of  the  thmnb  screws  G  G ;  these 
being  brought  against  the  cross  pieces  E  E  after  the  screw  points 
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H  H  have  been  inserted  into  smaU  brass  or  steel  biishes  on  the  sides 
of  the  cylinder  frame  D  D ;  in  which  bushes  these  screw  points 
work ;  while,  at  the  same  time,  the  frame  D  D  vibrates  or  swings 
upon  them :  this  frame  is  adjusted  by  the  screws  F  F,  so  that  the 
cyUnder  1 1  may  be  brought  fairly  against  the  needles,  or  horizontal 
wires,  that  are  to  play  into  the  holes  on  its  sides  or  feces.  A 
complete  row  of  these  needles,  on  an  enlarged  scale,  as  seen  from 
the  side  of  the  machine,  numbered  at  their  points  from  1  to  8,  is 
represented  in  Fig.  96.  J  is  a  bent  piece  of  iron,  seen  in  front  of 
the  machine  Fig.  93 ;  and  a  side  view  of  it  is  given  in  Fig.  94 : 
this  iron  piece  is  screwed  to  the  middle  of  the  two  cross  bars  which 
conneci  the  sides  of  the  cyUnder  frame  D  D,  and  these  bars  are 
mortLsed,  as  shown  at  K  K  Fig.  94.  The  cylinder  1 1  is  merely  a 
square  axis ;  it  is  movable  upon  two  iron  pivots,  driven  into  its  ends, 
and  it  occupies  the  lower  part  of  the  frame  D  D.  The  four  sides  or 
feces  of  the  cylinder  are  pierced  with  holes  of  from  ^th  to  ^th  of  an 
inch  in  diameter.  It  is  the  general  custom  to  have  2  spare  rows  of 
needles,  in  depth,  one  on  each  side  of  the  centre,  and  these  are  used 
for  working  the  selvages,  independently  of  those  which  work  the 
pattern.  In  a  machine,  for  example,  containing  400  needles  for  the 
pattern,  there  are  8  holes  in  breadth  and  52  in  length,  on  each  side 
of  the  cylinder,  as  represented  in  Fig.  96 :  one  row  is  left  blank,  as 
at  L  Figs.  93  and  95.  A  Jacquard  containing  600  pattern  needles 
will  have  12  holes  in  the  breadth  of  the  cylinder,  and  50  jp  length, 
besides  2  rows  for  the  selvages,  as  in  the  former  example.  The 
cyUnder  1 1  has  8  knobs  M,  four  at  each  end,  and  6  of  these  may 
be  seen  in  Fig.  93 :  those  on  the  right  hand  end  are  made  of  box- 
wood, and  the  left  hand  ones  of  brass ;  the  latter  are  riveted  into 
small  pieces  of  iron,  which  are  festened  to  the  cyUnder  by  the  screws 
N,  and  one  of  these  screws  is  shown  in  Fig.  93.  The  knobs  are  so 
arranged,  that  the  holes  0  0  0  O  O  O  of  the  pattern  cards,  Fig.  97 
shall  fit  them  loosely,  in  order  that  each  card,  when  brought  upon 
that  side  of  the  cyUnder  which  is  next  to  present  itself  to  the  nee- 
dles, may  Ue  perfectly  flat  or  level  against  it :  the  screws  N  serve  as 
regulators  or  adjusters  for  this  purpose.  In  the  successive  applica- 
tion of  the  cards  P  P  P  (see  Fig.  97)  to  each  side  of  the  cylinder,  the 
holes  O  O  in  each  card  must  always  fall  directly  opposite  to  those 
pierced  in  the  other  cards  throughout  the  whole  series  which  compose 
the  pattern,  so  that  the  knobs  M  may  carry  them  round  in  regular 
succession  during  the  operation  of  weaving.  Near  the  right  hand 
end  of  the  cylinder,  and  square  with  it,  there  are  two  square  plates 
of  sheet  iron  Q  CI  (see  Figs.  93  and  94,)  each  about  ^th  oi  an  inch 
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thick,  with  a  distance  between  them  of  from  1  |th  to  1^  inches ; 
they  are  parallel  to  each  other,  and  are  kept  in  their  places  by  the 
square  part  of  the  gudgeon  of  the  cylinder  which  passes  through 
their  centres.  Four  small  pinsor  studs  RRR  R  connect  these  plates 
at  their  comers,  as  shown  in  Fig.  94,  and  two  of  them  are  repre- 
sented in  Fig.  93.  A  small  roller  is  {daced  on  each  pin,  to  prevent 
them  from  being  worn,  and  to  diminish  the  friction  of  the  catches 
S  S,  which  turn  the  cylinder  round  upon  its  axis.  The  catches  S  S 
are  hung  upon  suitable  centres  inside  of  the  frame,  and  either  of 
them  may  be  brought  into  action  by  means  of  the  cord  T ;  which 
cord  passes  over  a  pulley  U  at  the  upper  part  of  the  machine  (see  Fig. 
93,)  and  thence  descends  to  a  convenient  place  for  the  weaver's 
hand,  where  a  knot  is  made  upon  it,  to  be  passed,  when  required, 
into  a  saw  cut  or  notch,  like  those  in  the  trap  boards  of  Cross's  ma- 
chine. Fig.  72 :  below  the  knot,  there  is  a  small  wooden  bob  at- 
tached to  the  cord,  on  which  the  weaver  lays  hold  when  he  finds  it 
necessary  to  bring  the  under  catch  S  into  action,  and  shps  the  knot 
into  the  saw  cut,  as  before  described.  When  this  is  done  the  c]^- 
der  1 1  turns  round  backward,  or  in  a  contrary  direction  from  what 
it  formerly  did ;  and  this  is  often  the  case  in  point  patterns,  in  which 
one  half  of  the  figure  is  exactly  the  same  as  the  other  half:  in  such 
a  case,  the  weaver,  by  working  regularly  over  his  cards  up  to  the 
last  one,  and  then  reversing  the  action  of  his  cylinder,  saves  half  the 
cards  that  would  be  required  were  he  to  continue  turning  tbe  cylin- 
der one  way  until  the  pattern  was  completed. 

When  the  weaver  requires  to  unravel  part  of  the  cloth  which  he 
has  just  woven,  in  consequence  of  some  defect,  such  as  is  produced 
either  by  the  breaking  of  warp  or  weft  threads,  or  by  using  a  wrong 
colour,  (which  very  often  happens  where  forty  or  fifty  are  necessary 
to  form  the  pattern,*)  he  brings  the  under  catch  S  into  play  against 
the  cylinder  head,  for  the  purpose  of  making  the  chain  of  cards 
move  backward,  in  order  to  find  the  particular  card  by  which  the 
pick  of  weft  nearest  the  reed  was  thrown  in ;  and,  again  fannr 


*  Thirty  colours  (and  as  many  shuttles)  were  used  in  the  manufacture  of 
her  Majesty,  dueen  Victoria's  coronation  drees ;  and  276  were  employed  in 
the  production  of  Pope  Boniface's  night  shirt;  in  the  latter  of  which  ftuicy 
articles,  these  colours  were  so  arranged  and  blended  together,  as  to  display 
correct  likenesses  of  276  heretics,  each  sufiering  under  some  species  of  torture 
different  from  any  of  the  others ;  and  thus  the  night  shirt  of  his  Holiness  con- 
tained not  only  a  greater  variety  of  colouring,  but  also  more  terrible  speci- 
mens of  design  than  any  shirt,  perhaps  ever  manufactured  in  Europe. 


Digitized  by  VjOOQIC 


JACaUARD   MACHINE.  197 

ing  Uie  shed  by  it,  he  withdraws  the  pick ;  and  thus  he  proceeds 
until  the  defective  part  of  the  cloth  is  entirely  unraveled. 

y  y  are  two  pieces  of  wood,  each  shaped  like  a  rake  (without 
teeth,)  and  its  stem  or  shank  passes  up  through  the  cross  bars  of 
the  frame  D  D  :  the  under  one  of  these  bars  has  a  square  hole  in 
it  at  each  end,  to  prevent  the  pieces  y  y,  which  are  also  square 
where  they  pass  into  these  holes,  from  turning  round ;  those 
parts  of  these  pieces  which  pass  through  the  upper  cross  bar  are 
round,  and  have  spiral  springs  W  W  coiled  loosely  about  them ; 
the  upper  end  of  these  springs  bear  against  the  under  side  of  the 
top  cross  bar  of  the  frame  D  D,  so  as  to  press  the  pieces  y  y  down- 
ward against  the  pins  R  R  R  R  in  the  cylinder  head,  two  of  these 
pins  coming  under  them  every  time  the  cylinder  is  brought  into 
contact  with  the  needles,  so  that  the  springs  WW,  by  pressing 
down  upon  the  shoulders  of  the  pieces  y  y  at  X  X,  keep  the  cylin- 
der 1 1  perfectly  on  a  range  with  the  needles  which  play  into  it. 
It  is  evident  that  while  the  cylinder  is  being  turned  round  for  the 
purpose  of  presenting  a  new  card  of  the  pattern  to  the  needles,  the 
springs  W  W  will  give  way  or  be  compressed,  so  as  to  allow  the 
cylinder  to  turn  past  its  centre ;  and  when  this  is -accomplished,  the 
cross  pieces  y  y,  by  means  of  the  springs  W  W,  will  immediately 
recover  their  former  position,  and  at  the  same  time  bring  the  cylin- 
der 1 1  on  a  range  with  the  needles  ;  and  all  this  takes  place  during 
the  outward  motion  of  the  frame  D  D,  one  of  the  catches  S  then 
operating  upon  the  cylinder  head. 

Y  Y  is  the  griff  frame  for  elevating  the  perpendicular  wires  Z  Z, 
by  their  hooks  at  the  top  :  to  the  lower  ends  of  these  wires  the  har- 
ness is  connected,  as  at  A'  A',  Fig.  96.  The  griff  frame  contains 
one  straightredged  piece  of  iron  B'  for  each  row  of  hooks  in  the  ma- 
chine, and  these  pieces  are  inserted  into  the  ends  of  the  frame,  as 
at  C^  C,  Figs.  93  and  96.  A  side  view  of  one  row  of  hooks  is 
given  at  D'  D'  Fig.  96,  and  their  straight-edged  lifters  B*  B'  B*  in 
the  same  Fig.  are  shown  in  perspective.  The  centrepiece  E'  helps 
to  support  the  lifters,  through  each  of  which  a  suitable  mortise  is 
cut  to  fit  tightly  into  it ;  and  the  end  pieces  G'  G'  connect  the  sides 
of  the  frame  Y  Y  by  being  dove  tailed  into  them,  as  shown  at  H'  H' 
Fig.  94.  A  bent  piece  of  iron  I',  adjusted  at  its  back  end  by  a  nut 
and  screw  J  ,  passes  through  the  (Centre  of  the  back  cross  bar  Y, 
and  its  other  end,  which  is  square,  passes  through  a  square  hole 
in  the  front  cross  bar  Y  ;  and  to  prevent  these  bars  from  being  worn, 
a  small  iron  plate  K'  is  fastened  upon  each  by  the  screws  L*  L^ 
which  may  be  seen  in  Fig.  93.     The  piece  of  iron  T,  after  hav- 
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ing  paased  through  the  said  square  holes,  is  bent  to  the  right  hand 
side,  for  the  purpose  of  receiving  the  friction  roller  M*,  which  works 
in  the  curvilinear  space  N',  of  the  curved  iron  J  :  a  side  view  of 
these  parts  is  given  in  Fig.  94. 

The  lifting  of  the  griff  frame  is  accomplished  by  the  following 
means : — There  is  a  shaft  0*0^,  running  across  the  frame  of  the 
machine,  and  resting  on  suitable  bearings  at  each  end,  on  which  it 
turns ;  and  on  this  shaft  there  are  made  fast  two  wooden  pulleys 
P^  P^  to  each  of  which  ia  attached  a  leather  strap  CI*  Q',  and  this 
takes  a  turn  round  three  fourths  of  the  pulley :  the  other  ends  of 
these  straps  have  holes  R^  R*  in  them,  through  which  two  iron 
spindles  pass,  and  these  spindles  are  kept  in  their  places  by  means 
of  heads  which  are  made  upon  them  at  one  end  and  screw  nuts  at 
the  other.  The  proper  position  of  the  straps  Q,'  Q',  is  in  the  centre 
between  the  cross  pieces  Y  Y ;  and  the  pulleys  P'  P'  should  be  of 
sufficient  diameter  to  permit  the  straps  to  hang  in  the  centre  of  the 
griff  frame,  so  that  this  frame  may  be  hfted  with  as  little  friction  as 
possible  in  the  operation  of  weaving.  On  the  right  hand  end  of 
the  shaft  0^0',  and  outside  of  the  frame,  is  affixed  a  pulley  S^ 
with  a  strong  strap  or  band  T*  nailed  to  it,  and  taking  a  turn  round 
three-fourths  of  its  circumference,  in  an  opposite  direction  to  the 
straps  Q'  Q*  thence  down  to  a  treadle,  to  which  it  is  connected. 
YtThen  the  weaver  depresses  this  treadle,  the  strap  T',  by  means  of 
the  pulley  S*,  causes  the  shaft  O*  O',  with  the  pulleys  P*  P'  and 
straps  Q'  Q',  to  lift  the  griff  frame  Y  Y,  and  with  it  those  perpen- 
dicular wires  whose  needles  are  entered  into  the  holes  of  the  pattern 
cards  and  cylinder,  according  to  the  figure  to  be  produced  in  the 
cloth ;  and  while  the  griff  frame  is  rising,  the  friction  roUer  M*,  being 
affixed  to  the  end  of  the  bent  iron  I^  throws  out  the  cylinder  frame 
D  D  gradually,  by  working  in  the  curvilinear  space  N',  of  the  iron 
J,  and  brings  one  of  the  catches  S  in  contract  with  one  of  the  pins 
R  on  the  cylinder  head :  the  griff  frame  continuing  to  ascend,  by 
means  of  the  friction  roller  M*  working  against  the  incUned  part  of 
the  iron  J,  causes  the  cylinder  to  turn  round  another  side,  bringing 
with  it  a  new  card  of  the  pattern ;  and,  when  the  weaver  lifts  his 
foot  from  off  the  cylinder  treadle,  the  griff  frame  descends,  leaving 
the  lifters  B'  B»  in  the  position  shown  in  Pig.  96 ;  which  Fig.,  as 
before  stated,  represents  one  complete  row  of  needles,  numbered  at 
their  points  which  pass  through  the  front  board  U*,  against  which 
the  cylinder  strikes,  (see  Fig.  94.)  It  will  now  be  perceived,  that 
by  working  the  strap  or  band  T'  (see  Fig.  95)  in  the  manner 
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just  stated,  the  cylinder  I  I  will  be  turned  round  upon  its  axis, 
00  as  to  bring  a  new  card  against  the  needles  every  time  the 
weaver  depresses  his  treadle ;  and  thus  the  cards  of  the  endless 
chain  are  brought  into  action  in  regular  succession,  one  after 
another. 

Fig.  95. 
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The  wires  Z  Z  are  turned  up  at  their  lower  ends,  as  represented 
in  Figs.  94  and  96,  and  into  the  loops  thus  formed  small  rods  or 
slips  of  wood  y*  V  are  inserted,  from  side  to  side  of  the  machine, 
one  rod  passing  through  each  row  of  needles,  and  the  ends  of  these 
rods  at  one  side  of  the  machine,  are  dove-tailed  into  a  cross  piece 
W  (see  Figs.  93  and  95)  which  prevents  them  from  turning ;  their 
ends  at  the  other  side  are  round,  and  are  inserted  into  another  cross 
piece  W,  where  they  are  fostened  by  small  naib  or  brads:  the 
rods  fit  loosely  in  the  needles.  Four  small  cords  X'  X^  connect  the 
frame  W  W,  to  the  under  side  of  the  griff  frame,  as  shown  in  the 
Figs. ;  and  they  are  adjusted  by  the  slip  knots  Y^  Y*.  The  use  of 
the  frame  W*  W  aiid  the  rods  V»  V,  is,  to  prevent  the  hooks  D* 
from  turning  round,  or  from  being  thrown  out  of  their  proper  posi- 
tion during  the  operation  of  the  loom.  The  loops  or  turned  up  part 
of  the  wires  Z,  through  which  the  rods  V^  T^  pass,  are  usually  one 
inch  longer  than  the  intended  depth  of  the  shed  in  the  warp :  were 
this  precaution  not  used,  these  rods  would  be  lifted  out  of  the  loops 
when  the  griff  frame  was  raised,  so  that  the  hooks  D^  would  have 
nothing  to  prevent  them  from  turning  round ;  and  should  any  of 
them  get  out  of  their  proper  place,  the  rods  Y^  V  could  not  recover 
their  former  position  on  the  descent  of  the  griff  frame.  In  the 
French  machine,  from  which  we  made  these  drawings,  while  at 
Lyons,  the  loops  or  turned  up  part  of  the  wires  Z  were  4^  inches 
long,  and  the  shed  in  the  warp  was  3^  inches  deep :  these  propor- 
tions work  very  well. 

The  perpendicular  wires  Z  Z  should  be  made  of  No.  12  wire, 
and  the  needles  of  No.  14 ;  both  of  which  must  be  sufficiently 
tough  to  stand  the  process  of  blading  and  also  stiff  enough  not  to 
give  way  in  the  operation  of  weaving.  Z^  Z^  is  a  wooden  box, 
called  the  spring  box  (see  Figs.  94  and  96,)  which  is  pierced  with 
as  many  holes  as  there  are  needles  in  the  machine,  and  into  each 
of  these  holes,  a  small  brass  spiral  spring  A*  A'  is  inserted  (see 
Fig.  96 ;)  which  springs  are  generally  If  inches  in  length,  and 
nearly  i^ths  of  an  inch  in  diameter,  and  they  are  made  of  No.  28 
wire  (which  should  be  v^  elastic.)  Each  of  these  springs  bean 
against  the  back  end  of  a  needle,  as  at  B'  B^  Fig.  96  and  at  C 
Fig.  98 :  the  needle  refHresented  in  Fig.  98,  corresponds  to  that 
marked  No.  1  in  Fig.  96.* 

^  It  is  not  perhaps  generally  known,  that  M.  Jscquard  did  not  employ  per- 
pendicular wires  like  those  marked  D  ^  D  *  in  Fig.  96,  in  the  first  machines 
which  he  constructed,  but  knot  cords  and  trap  boards  like  those  shown  at 
Figs.  71  and  72. 
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Each  row  of  needles,  in  depth,  has  a  wire  pin  D°  D'  passed  through 
it  at  the  back  ends  of  the  needles,  and  the  ends  of  these  pins  are 
inserted  into  the  cross  rail  E'  above  the  needles,  and  into  the  cross 
rail  F'  below  them ;  which  pins  serve  to  keep  the  needles  in  their 
INToper  position,  as  shown  in  Fig.  96.  The  rails  E*  ajnd  F^  are  drawn 
in  perspective,  and  the  black  dots  indicate  the  position  of  the  per- 
pendicular wires  D-  D^,  as  well  as  the  distance  between  the  rows 
of  needles.  G^  G*  (see  Figs.  96  and  96)  are  the  cross  wires  which 
support  the  needles.  The  holes  H'  H'  show  the  position  of  the 
springs  A^  as  they  stand  in  the  box  Z*  Z^ :  it  must  be  observed, 
that  this  view  is  in  perspective.  The  spring  box  Z'  Z'  is  bored  to 
within  about  about  |  of  an  inch  from  its  bottom,  as  at  I*  I'  Fig.  %. 
We  may  here  remark,  that  we  ourself,  have  superseded  the  ne<*.es> 
sity  of  using  the  spring  box  altogether,  and  also  made  several  other 
improvements  upon  the  Jacquard  machine,  particularly  in  a  new 
method  of  governing  the  griff  frame,  by  which  a  saving  of  power 
to  the  amount  of  50  per  cent  is  effected :  these  improvements,  with 
many  others  which  belong  to  us,  are  fully  described  under  the  head 
of  "  Gilroy's  patents"  (see  Index.)  But,  to  proceed,  the  needles  pass 
through  what  is  called  the  needle  board  U'  U',  against  which  the 
cylinder  1 1  plays  :  this  board  is  about  f  ths  of  an  inch  thick,  and 
the  points  of  the  needles  which  are  actuated  by  the  cards  project 
beyond  it  about  iths  of  an  inch. 
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It  is  now  evident,  that  those  needles  which  are  pressed  back 
by  the  blank  or  uncut  parts  of  the  card  (represented  in  Fig.  97,) 

Pig  97. 


Fig.  9a 

when  the  cylinder  is  brought  against  the  needle  board  U'  U',  will 
throw  back  the  wires  Z  Z  which  pass  through  thera,  so  that  when 
the  weaver  elevates  the  griff  frame,  the  hooks  D'  of  these  wires 
will  be  missed  by  the  lifters  B'  B'  B',  and  all  the  others  will  be 
raised,  (see  Fig.  96.)  Each  card  represents  one  line  of  the  design 
paper,  and  by  all  the  cards  being  worked  over  in  regular  succession 
one  after  another  the  pattern  is  formed  upon  the  cloth. 

It  is  sometimes  of  advantage,  particularly  when  the  pattern  is 
heavy,  to  miss  the  hooks  connected  with  those  needles  which  enter 
the  holes  of  the  cards,  and  lift  the  others.  To  effect  this,  when  the 
cards  have  been  cut  in  the  usual  way,  the  position  of  the  lifters 
B'  B'  B'  must  be  reversed,  so  as  to  incline  in  an  opposite  direction, 
and  the  hooks  D'  must  also  be  reversed  or  turned  round  :  the 
weaver  may  work  on  otherwise  as  before,  and  there  will  be  no  dif- 
ference in  his  cloth,  except  that  the  pattern  will  appear  on  the  under 
side  of  it,  instead  of  on  the  upper  side. 

The  thumb  screws  J^  and  bolts  K^,  at  each  side  of  the  machine, 
serve  to  keep  the  spring  box  Z'  Z*  in  its  proper  place  at  the  ends  of 
th3  needles,  as  seen  in  Figs.  94  and  96.  The  screws  L'  L*  (see 
Figs.  93  and  94)  are  used  in  adjusting  the  cylinder,  so  as  to  an- 
swer rhe  points  of  the  needles  ;  they  push  against  the  under  side  of 
small  brass  bearings,  in  which  the  pivots  or  gudgeons  of  the  cylinder 
work :  these  bearings  are  let  into  the  wood  of  the  cylinder  frame  D 
D,  and  are  kept,  from  dropping  out  by  small  pieces  of  wood  M^  M', 
which  are  dove-tailed  into  the  sides  of  the  cyhnder  frame,  as  seen  in 
Fig.  93.  The  screws  L*  L=,  when  the  cylinder  has  been  adjusted 
by  them,  are  seciured  from  turning  round  by  means  of  the  nuts  N^ 
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N*,  which  are  brought  to  bear  tightly  against  the  under  ends  of  the 
frame  D  D  (See  Figs.  93  and  94.)  O'  is  a  bar  to  support  the 
middle  of  the  neck  board  ;  P^  P'  are  pieces  of  leather  to  ease  the 
griff  frame  in  its  descent  (see  Fig  94 ;)  R'  R^  are  brass  slides  in 
the  sides  of  the  upright  pieces  C  C,  into  which  the  square  rods  S'  S^ 
are  screwed  to  the  ends  of  the  griff  frame,  with  the  screws  T'  T' 
T»T*.    (See  Fig.  95.) 

Lastly,  we  would  observe,  that  in  patterns  which  require  one  pick 
of  wefl  only  to  a  point,  one  card  also  will  be  required  for  each  pick : 
thus,  for  a  pattern  of  5000  picks,  there  must  be  5000  cards  like- 
wise :  but  in  fabrics  where  leaves  of  headles  are  used  to  produce  the 
ground,  from  2  to  16  picks  of  weft  are  usually  given  to  each  card 
or  change  of  the  pattern.  In  shawl  weaving,  when  two  colours  of 
weft  are  employed,  two  picks  of  weft  are  given  for  each  card,  one 
for  the  ground  and  the  other  for  the  figure ;  and  when  a  greater 
niunber  of  colours  are  used,  there  must  be  distinct  cards  for  esich. 
In  damask  weaving,  it  is  customary  to  use  8  leaves  of  headles  for 
the  ground,  the  weaver  throwing  in  either  4  or  8  picks  of  weft  for 
each  card  regularly ;  and  if  only  4  are  thrown  in  for  one  card,  then, 
the  4  treadles  used  in  working  it  must  not  be  used  in  working  the 
succeeding  card,  but  the  other  4  treadles  must  be  employed ;  other- 
wise, the  tweel  would  be  broken.  It  matters  not,  whether  the  weaver 
changes  his  cards  to  every  4  or  8  picks  so  long  as  he  continues  to 
work  his  treadles  in  regular  succession.  For  weaving  full  satin, 
16  leaves  of  headles  and  as  many  treadles  are  necessary ;  but  the 
weaver  may  produce  either  an  8  or  a  16  thread  point,  by  working 
over  the  half  or  the  whole  of  his  treadles  to  each  card. 

A  patent  was  granted  in  this  country,  bearing  date  February  3d, 
1841,  to  Alexander  Calderhead,  of  the  city  of  Philadelphia,  Pa., 
for  placing  the  cylinder,  cards  d&c.,  of  the  Jacquard  machine,  under- 
neath the  warp,  and  substituting  a  series  of  perpendicular  wires  or 
needles,  arranged  in  the  harness  board  in  parallel  rows,  each 
needle  representing  one  of  the  twines  or  sleepers  of  the  harness ; 
and  these  alterations  the  patentee  calls,  '^  an  improvement  upon  the 
French  machine,"  as  described  by  us,  and  shown  at  Figs.  93  to  96. 
He  commences  the  description  of  his  apparatus  in  the  following  strain : 

''  I,  Alexander  Calderhead,  have  invented  (it  will  be  seen  in  the 
sequel  that  Mr.  C.  is  not  the  inventor  of  this  contrivance)  a  new, 
easy,  and  cheap  method  of  weaving  all  kinds  of  figured  cloth." 
This  method  consists,  first,  in  raising  and  lowering  the  threads  of 
the  warp  with  what  he  calls  "  independent  metallic  headles,"  in- 
stead of  the  weights,  mails,  twines,  &c.  composing  the  mounting 


Digitized  by  VjOOQIC 


804 


THE    ART   OF  WEAyiKO. 


of  the  draw  loom ;  and,  secondly, ''  in  constructing  the  cylinder  and 
pattern  cards  or  apron,  so  as  to  lift  directly  the  said  beadles  or  wires, 
to  form  the  sheed  or  shire  ;*  or,  in  constructing  a  trunk  and  pattern 
web,  both,  to  direct  what  shall  be  the  sheed,  by  trapping  or  untrap- 
ping  the  hooks  or  knot  cords  to  be  drawn  up,  as  in  Jacquard'  and 
draw  looms." 

Mr.  C.  uses  several  terms  here  which  we  do  not  recollect  of  hav- 
ing seen  applied  before  to  anything  in  the  way  of  weaving ;  trunk 
for  cylinder,  sheed  or  shire  for  shed,  heylds  for  headles,  foot  board 
for  treadle,  and  apron  or  pattern  web  for  pattern  cards  or  chain  of 
cards,  must  be  new  to  most  weavers,  and,  p^haps,  these  terms  form 
the  principal  part  of  the  invention. 

^^  I  (A.  C.)  make  the  heylds  or  perpendicular  wires,  for  a  Scotch 
imperial  three-ply  carpet,  of  No.  13  wire,  the  length  of  which  heylds 
is  24  inches.     A  head  A  (see  Fig.  99) 


•  For  the  meaning  of  the  word  akire,  (in  weaving,)  see  Plain  Weaving, 
Section  First,  of  this  Work. 
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is  made  on  each  of  the  said  wires ;  and  14  inches  below  this  head 
the  wire  is  flattened,  as  at  M  M,  where  an  eye  is  punched  or  bored 
in  it,  and  these  eyes  are  substituted  for  mails.    The  wires  or  heylds, 
work  in  two  boards  C  and  D  (Fig.  99  ;)  the  board  C  suspends  or 
hangs  them,  hy  their  heads  A  ;  the  board  D  serves  as  a  guide  to 
direct  the  point  of  each  needle  respectively  throughout  the  series  or 
range  of  the  web  into  the  holes  of  the  trunk  B,  on  which  the  apron 
or  pattern  web  works.    I  (A.  C.)  make  the  boards  C  and  D  one 
inch  thick,  (each  we  suppose,)  5^  inches  broad,  and  4  feet  in  length, 
or  long  enough  to  work  on  the  slides  E  E,  (Fig.  99.)    I  (A.  C.) 
bore  the  holes  in  the  said  boards  C  and  D  large  enough  to  admit 
wires  about  2  numbers  coarser  than  that  actually  used,  say  for  No. 
11 ;  and  the  holes  of  the  trunk  and  pattern  apron,  I  make  \  of  an 
inch  in  diameter,  (we  suppose  that  in  making  the  holes  of  this  size, 
allowance  is  given  for  atmospheric  variations.)     Each   row  in 
breadth  of  the  boards  C  and  D  contains  twelve  holes  ;  and  all  these 
rows  are  slanted  (see  Pig.  66,  draw  loom,)  so  that  the  back  hole  of 
one  row  shall  be  nearly  square  with  the  front  one  of  another  row : 
this  prevents  the  warp  threads  from  crowding  each  other.     The 
trunk  B,  pattern  web,  and  boards  must  be  of  the  breadth  of  the 
web  (curious  jargon  this !) ;  and  the  trunk  B  is  hollowed  out  the 
depth  of  the  sheed.   The  trunk  may  be  cast,  or  made  of  sheet  brass, 
brazed  together,  and  fixed  or  screwed  on  blocks  or  end  pieces  ;  and 
it  turns  on  an  axle  or  centre,  which  passes  through  the  slides  E  E  : 
these  slides  are  60  inches  long,  25  above  and  35  below  from  the 
point  where  the  axle  or  centre  of  the  trunk  B  passes  through  them. 
The  slides  E  E  are  kept  in  their  proper  positions  by  the  brackets 
or  guides  F  F,  and  they  are  connected  by  suitable  straps  to  beams* 
L  L ;  these  beams  are  supported  at  the  top  framing  of  the  loom  by 
the  hangers  1 1,  and  to  their  ends  4  rods  H  H  are  suspended.    (Only 
two  of  these  can  be  seen  in  the  Figs.)    The  rods  H  H  are  con- 
nected to  the  board  C  (as  shown  in  Fig  99,)  two  at  the  firont  and 
two  at  the  back,  for  the  purpose  of  raising  and  depressing  the  board 
C  when  required,    r^  n,  are  metallic  rods,  which  pass  through  the 
board  C,  and  are  screwed  or  otherwise  secured  to  the  board  D  :  the 
ends  Q  Q  of  these  rods  guide  the  board  D,  and  keep  it  in  its  proper 
place.    The  under  extremities  of  the  slides  E  E  are  attached  to  the 
ends  of  the  lever  or  cross  bar  R,  (which  may  abo  be  seen  at  B^ 
Fig.  100 :)  on  the  ends  or  axis  of  the  trunk  B  is  a  4  toothed  wheel 
P  (see  Fig.  101,)  for  the  purpose  of  tuining  the  trunk  B,  which  is 

*  Jacks,  not  beams. 
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Fig.  101 


Pig   102. 


caught  in  its  descent  by  the  hooks  T  T  (see  Fig.  99,)  attached  to 
the  frame  of  the  loom  at  S  S. 

W  W  are  levers,  which  work  in  the  slides  E  E,  and  are 
pressed  by  springs  K  K,  in  order  to  bring  and  keep  the  trunk 
square  (as  is  well  understood,  of  course,  being  so  like  the  ap- 
paratus used  for  a  similar  purpose  in  common  Jacquards)  the  levers 
W  W  are  more  clearly  shown  at  «*,  w%  (Fig.  102.)  Z  Z  (Fig. 
99)  are  two  slides,  one  at  each  side  of  the  machine,  which  pass  the 
hooks  T  T  from  one  side  of  the  toothed  wheels  P  to  the  other,  so  as 
to  make  the  trunk  B  revolve,  either  backward  or  forward  (a  view  of 
one  of  these  levers  Z  will  be  had  in  Fig.  101.)  The  operation  of 
the  machine  is  as  follows : — " 

"  The  foot  board  or  treadle  O  (see  Fig.  99)  of  the  lever  or  bar  R, 
by  being  pressed  down  with  the  foot,  raises  up  the  slides  E  E,  the 
trunk  B,  and  the  guide  board  D,  and  lowers  the  rest  board  C :  this 
allows  the  heylds  or  wires  to  pass  into  the  trunk  B  wherever  holes 
are  cut  or  punched  out  on  the  pattern  card  or  cards."    (Every  alter* 
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nate  wire  is  represented  in  Pig.  99,  as  being  raised,  and  this  would 
cause  the  warp  threads  passing  through  their  eyes  M  M  to  be  raised 
also ;  and  if  these  wires  were  raised  and  depressed  alternately  with 
the  others,  plain  cloth  might  be  produced.)  "  When  the  weaver 
lifts  his  foot  from  oflf  the  foot  board  or  treadle  O,  the  wheels  P  P 
(see  Fig.  101,)  on  the  axis  of  the  trunk  B,  are  caught  by  the  hooks 
T  T,  and  these  hooks  cause  the  trunk  to  turn  one-fourth  part  of  a 
revolution."  (One  of  the  hooks  T  may  be  seen  at  F'  Fig.  101, 
and  the  cylinder  treadle  O  is  distinctly  shown  at  O^  Fig.  100:  in 
Fig.  100,  R"*  indicates  the  position  of  the  lever  or  bar  R,  and  B^  that 
of  the  slides  E  E,  for  raising  and  depressing  the  cylinder  B.) 

The  enlightened  patentee,  the  said  A.  C,  claims,  ''  the  exclusive 
right  to  make  the  above  specified  machine,  to  suit  all  kinds  of 
flowered  cloth."  He  also  claims,  "  the  principle  of  lifting  the  sheed 
or  shire  (not  county)  with  metallic  keyldSj  directly  by  the  pattern 
apron  and  trunk  (not  portmanteau)  roll  or  receiver,  or  by  lower- 
ing  the  heylds  into  the  same,  as  described.^^ 

We  have  quoted  above,  Mr.  C's  own  words,  in  order  that  our 
readers  may  judge  correctly  of  his  pretensions  as  a  weaver.  If  he 
is  as  ignorant  of  mechanics  as  he  appears  to  be  of  the  proper  names 
of  the  different  parts  of  the  common  loom,  we  need  not  be  astonished 
although  he  tells  us,  that  a  machine,  such  as  that  represented  in 
Figs.  99,  100,  101,  and  102,  "  will  manufiacture  all  kinds  of  flow- 
ered cloth." 

The  patentee,  Calderhead,  speaks  of  making  "  a  Scotch  imperial 
three-ply  carpet"  with  his  machine ;  but,  let  us  see  how  he  could 
accomplish  this: — In  the  first  place,  suppose  a  carpet  36  inches  in 
breadth,  and  containing  ISOO  threads  of  warp  from  selvage  to  sel- 
vage ;  in  this  case  1800  needles  or  headles  would  be  required,  and 
the  pattern  cards  and  cylinder  B  would  require  to  be  36  inches  each, 
in  length ;  suppose  each  of  the  holes  in  the  cylinder  B  to  be  |  of  an 
inch  in  diameter,  (as  stated  by  the  intelligent  patentee ;)  and  after 
making  the  necessary  allowance  for  the  metal  left  uncut  between 
the  holes,  perhaps  3  holes  might  be  got  on  an  inch ;  then,  as  there 
are  12  holes  in  the  row  across  the  cylinder  B,  there  would  be  36 
holes  in  one  inch  of  the  length  of  it,  and  likewise  36  needles  on  one 
inch  across  the  web ;  so  that  in  the  whole  breadth  of  the  web,  (36 
inches,)  there  could  only  be  1296  needles,  and,  of  course,  the  same 
number  of  threads,  instead  of  1800.  But,  some  kinds  of  figured 
goods  contain  from  400  to  650  threads  of  warp  per  inch ;  and  it 
often  happens  that  a  web  has  as  many  as  16,000,  or  20,000  threads 
in  it,  from  selvage  to  8elvage>  %  that  on  the  above  principle,  16,000 
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or  20,000  needles,  and  the  tsame  number  of  hxAea  in  the  cylinder 
would  be  required  in  such  a  case :  besides,  a  web  of  this  kind  is 
very  frequently  SO  or  120  inches  broad,  and  would  require  from 
16,000  to  20,000  cards  to  produce  the  pattern.  We  question  the 
applicability  of  the  "  heylds^  trunk'^  and  "  apron^  to  webs  of  this 
description,  unless  the  needles  could  be  made  of  wire,  at  least,  as 
fine  as  No.  60  or  70  ;  and,  moreover,  cards  80  or  120  inches  long 
might  be  found  somewhat  difficult  to  manage,  at  least,  this  is  our 
opinion.  Before  dismissing  this  subject  we  would  mention,  that 
one  of  the  most  extraordinary  specimens  of  silk  weaving,  per- 
haps, ever  executed,  was  exhibited  at  Mr.  Morrison's  late  conversa- 
zione given  to  the  members  of  the  Institute  of  British  Architects. 
It  was  a  portrait  of  Jacquard,  representing  that  extraordinary  man 
in  his  workshop  surrounded  by  his  implements,  and  planning  the 
construction  of  that  beautiful  machinery,  which  now,  in  its  increased 
perfection,  returns  this  testimony  to  the  genius  of  its  inventor.  This 
work,  worthily  entitled  "  Hommage  a  J.  M.  Jacqtiard/*  was  woven 
with  such  truth  and  delicacy  as  to  resemble  a  fine  line  engraving : 
it  was  executed  by  Didier,  Petit  &  Co.  There  were  1,000  threads 
in  each  square  inch  (French,)  in  both  the  warp  and  the  weft ;  and 
24,000  cards  were  used  in  the  manufietcture,  each  card  large  enough 
to  receive  1,050  holes. 

But,  to  conclude,  we  would  state,  for  the  information  of  our  read- 
ers, that  we,  ourself,  made  a  machine  on  the  same  principle  as  that 
claimed  by  Mr.  Calderhead,  as  &r  back  as  Jan.  1833,  (for  manu- 
facturing common  ingrain  carpeting ;)  and  a  patent  for  which  was 
granted  to  Claude  Marie  Helaire  Molinard,  of  Bury  Street,  St  Mary 
Axe,  in  the  city  of  London,  merchant,  bearing  date  9th  April  1833 ; 
(see  vol.  15,  Conjoined  Series,  of  the  London  Journal  of  Arts  and 
Sciences,  for  the  year  1840,  pages  286  and  287,)  so  that  Mr.  C's 
patent  is,  in  point  of  feet,  null  and  void.  We  may  also  remark, 
that  a  friend  of  ours,  in  London,  William  Webb,  Esq..  of  the  firm 
of  James  Jacquier  &  Co.,  No.  1  Wood  St.,  Spitalfields,  showed  us 
a  machine,  in  the  year  1836,  diflfering  in  no  respect  from  that  con- 
structed by  Mr.  C,  and  represented  in  Figs.  99, 100, 101,  and  102 ; 
and,  no  doubt,  Mr.  Webb  would  be  glad  to  furnish  any  number  of 
them  to  order,  to  whom  we  would  recommend  those  of  our  friends 
who  want  such  articles  to  make  application  forthwith.  Perhaps 
machines  of  this  description  might  be  found  of  advantage  in  the 
manufacture  of  horse-blankets.  (See  Arkite  Ghiden  Ghelen's  loom. 
Fig.  A.  Introduction.) 

The  pattern  cards  P  P  P  Fig*  97,  are  cut  (in  small  establish- 
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ments)  between  two  steel  plates,  like  those  represented  in  Figs.  103 
and  104. 

^^^---^-^Fig.  104. 


Fig.  103. 
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The  holes  A  A,  in  these  plates,  correspond  to  those  of  the  cylin- 
der shown  in  Figs.  93  or  99.  B  B  (Figs.  103  and  104)  are  large 
holes  to  fit  on  the  imobs  M  M  in  Figs.  93  and  94  ;  C  C  are  hinges 
which  connect  the  plates,  and  they  must  be  well  fitted,  so  that  the 
plates  may  present  no  impediment  to  the  punching  of  the  paste- 
board or  card  paper,  when  it  is  placed  between  them  ;  D  D  are 
handles  attached  to  the  upper  plate,  by  which  the  operator  raises  (St 
lowers  it,  when  he  wishes  to  take  out  or  put  in  a  card  ;  the  large 
holes  B  B  correspond  to  those  marked  0  0  0  Fig.  97. 

The  method  of  cutting  cards  in  these  plates,  from  the  design 
paper  or  pattern,  is  so  well  known  to  all  persons  having  the  least 
knowledge  of  figured  weaving,  that  we  need  give  no  further  des- 
cription of  it  in  this  place.  We  would  state,  however,  that  on  this 
plan,  an  active  man  can  only  cut  from  100  to  150  cards  per  day ; 
whereas,  on  the  great  French  card-cutting  apparatus  or  machine, 
(to  which  the  reader  is  referred,)  he  can  cut  from  2500  to  3000, 
with  the  assistance  of  a  boy,  in  the  same  time.* 

*  We  would  here  mention  for  the  benefit  of  the  manofacturen  of  this  coun- 
try, that  a  card-cutting  machine  of  this  kind,  in  its  most  perfect  state,  may  be 
purchased  from  our  friend,  M.  Dioudonnat,  No.  12  Rue  St  Maur,  Paris,  for 
2400  francs ;  this  includes  the  copying  and  stamping  machines,  the  simples 
and  all  the  other  necessary  apparatus,  as  well  as  the  packing  or  boxing  of 
the  whole  and  its  carriage  to  Havre  for  shipment  One  of  these  splendid 
machines  would,  at  least,  be  sufficient  to  cut  cards  for  a  maoniaetory  oontain- 
iDg  300  looms.  27 
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SECTION  SEVENTH. 

CARPETING. 

The  progress  of  almost  any  of  the  arts  may  be  safely  taken  as 
an  index  of  civilization.  The  arts,  indeed,  are  so  intimately  inter- 
woven, that  one  of  them  can  scarcely  flourish  without  giving  rise  to 
and  receiving  support  from  others.  This  is  particularly  the  case  in 
regard  to  the  manufacture  of  carpets;  which,  like  the  other 
branches  of  weaving,  has  received  improvements  at  every  hand, 
and  has  lately  made  important  advances.  The  very  fact  of  the 
existence  of  such  a  manufacture  speaks  volumes  as  to  the  increase 
of  our  domestic  comforts. 

In  the  superficial  texture  of  the  common  carpet,  nothing  appears 
to  distinguish  it  from  an  ordinary  web  ;  and  a  first  observer  is  at  a 
loss  to  imagine  by  what  means  its  variety  of  colours  can  be  pro- 
duced. On  examining  the  figure  more  narrowly,  it  appears  that 
the  designer  has  laboured  under  considerable  difficulties:  for  in 
many  places  where  purity  of  colour  would  have  been  advantageous, 
,a  mixed  colour,  of  the  warp  and  weft,  only  is  to  be  found,  while 
scarcely  any  gradual  shading  of  the  tints  depending  on  the  nature 
of  the  figure  is  to  be  seen.  A  still  closer  examination  explains  at 
once  the  source  of  these  imperfections.  The  ingrain  or  double  car- 
pet is  found  to  consist  of  two  contiguous  webs,  intermingled  with 
each  other  in  such  a  manner  as  to  produce  the  pattern :  each  of 
these  webs,  if  woven  singly,  would  have  a  striped  appearance, 
being  partly  coloured  in  the  weft.  One  set  of  coloured  stripes  is 
thus  imposed  upon  another :  and  in  designing  the  colours  of  the 
pattern,  no  selection  beyond  what  is  afforded  by  the  judicious  ar- 
rangement of  these  stripes  can  be  made.  The  number  of  full 
colours  is  thus  very  limited  ;  and  these  can  only  be  obtained  where 
the  weft  traverses  warp  of  the  same  colour.  To  bring  up  then  a 
part  of  the  figure  full  red,  red  warp  must  be  traversed  by  red  wefl ; 
these  colours  can  be  immediately  concealed  by  sending  the  threads 
to  the  other  web,  but  were  they  to  remain  long  there,  both  webs 
would  become  monotonous.  It  is  therefore  extremely  difficult  to 
avoid  a  strong  tendency  to  striping  in  the  colours,  and,  except  in 
the  principal  part  of  the  figure,  the  colours  can  hardly  be  well  man- 
aged, the  secondary  embellishments  being  almost  matters  of  chance. 
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Yet,  in  the  face  of  all  these  diflSculties,  patterns  of  great  beauty  are 
being  continually  formed  on  the  carpet  loom. 

The  invention  of  the  triple  carpet^  claimed  by  Mr.  Morton,  of 
Kilmarnock,  has  almost  removed  these  difficulties.*  This  carpet  is 
composed  of  three  webs,  which  interchange  their  threads  in  order  to 
produce  the  pattern.  The  primary  object  in  the  introduction  of  the 
third  web,  appears  to  have  been  the  obtaining  of  greater  variety  and 
brilliancy  of  colouring ;  but  another  curious  effect  has  followed,  that 
the  two  sides  of  the  carpet  are  necessarily  counterparts  to  each 
other.  To  a  certain  extent  the  figure  of  the  under  must  depend  on 
that  of  the  upper  side,  since  threads  may  be  needed  from  the  under 
web  to  produce  what  is  wanted  in  the  chief  pattern  on  the  upper 
side,  but  there  still  remains  the  choice  of  an  interchange  of  threads 
between  the  two  inferior  webs.  It  is  obvious  that  the  tendency  to 
striping  must  be  much  less  on  this  than  on  the  common  carpet,  and 
that  the  designer  having  a  far  greater  choice  of  colours,  may  pro- 
duce effects  that  could  not  before  have  been  obtained.  After  the 
principal  figure  has  been  determined  on,  the  skill  of  the  designer  is 
meet  severely  exercised  on  the  wrong  side  of  the  carpet.  His  choice 
of  materials  is  indeed  as  great  as  with  the  common  carpet,  but  then 
he  is  hampered  by  the  restriction  in  figure,  and  can  only  be  entirely 
at  ease  opposite  a  piece  of  plain  texture  on  the  other  side.  The 
superior  beauty  of  the  triple  carpet  over  the  common  ingrain  or 
two-ply  is  at  once  acknowledged :  it  possesses  almost  all  the  freedom 
in  colouring  of  the  floor-cloth  or  paper-hanging,  while  its  great  thick- 
ness and  comparative  cheapness  bring  it  into  competition  with  the 
more  expensive  kinds  of  carpeting. 

Fig.  105  is  a  correct  representation,  in  perspective,  of  an  imperial 
Scotch  carpet  loom. 

The  frame  of  the  loom  consists  of  four  perpendicular  poets 
A  A  A  A,  with  capes  B  B,  and  cross  rails  C  C  C  C,  to  hold  them 
firm  at  suitable  distances  apart ;  these  posts  are  generally  6  feet  4^ 
inches  in  height ;  D  is  the  cloth  roller,  which  must  be  made  of  well- 
seasoned  wood  of  5^  inches  in  diameter,  with  an  iron  gudgeon  of 
f  ths  of  an  inch  in  diameter  driven  into  each  end  of  it,  in  the  usual 
way ;  on  one  of  these  ends  a  ratchet  wheel  E  is  fastened,  which  is 
operated  upon  by  two  clicks  F  F,  for  the  purpose  of  holding  the 
web  in  its  proper  place  when  wound  upon  the  roller  by  the  weaver, 


*  Mr.  M.  is  one  of  thoee  sanguine  mortals  who  believe,  that  if  a  man  could 
prodace  a  machine  which  would  generate  the  power  by  which  it  was  worked, 
Jie  would  become  a  creator  I    Oui  I ! 
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in  a  similar  manner  to  that  formerly  described  in  section  1st  under 
the  head  of  plain  weaving ;  O  G  is  the  lay  or  batten ;  H  the  reed ; 
I  the  upper  shell  to  hold  the  reed ;  J  the  under  shell  or  sill  of  the 
lay ;  K  the  rocking  tree  or  cross  bar,  which  connects  the  lay  swords 
G  G  above,  as  in  Fig.  9,  section  1st  (which  see ;)  L  the  harness, 
with  double  necking,  connected  to  each  of  the  Jacquard  machines ; 
M  the  treadles ;  N  a  rack  or  guide  which  serves  to  keep  the  treadles 
in  their  proper  places ;  O  treadle  cords  or  wires  which  connect  the 
treadles  to  their  respective  levers  or  lifters,  in  the  usual  way ;  P  the 
harness  board ;  d  the  warp  roller,  with  its  ratchet  wheel  R^  similarly 
fixed  to  that  of  the  cloth  roller  D,  and  held  in  its  place  by  the  catch 
or  dog  S,  as  in  Fig.  7,  section  1st  (which  see ;)  T  the  warp  yarn  as 
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k  proceeds  from  the  warp  roller  through  the  harness  L,  and  from 
thence  into  the  reed  H,  where  it  is  woven  into  cloth,  then  passes 
over  the  breast  beam  U,  and  on  to  the  cloth  roller  D ;  Y  the  cloth  ; 
W  a  strong  cord,  fristened  to  the  catch  or  dog  S  at  X,  passing  over 
the  pulley  Y,  and  attached  to  the  loom  frame  at  Z,  on  the  right 
hand  side  of  the  loom,  and  convenient  to  the  weaver's  hand ;  on  this 
cord  a  small  wooden  bob  A^  is  fixed,  which  the  weaver  puUs  when 
he  finds  it  necessary  to  draw  his  bore  or  sink,  and  he  winds  the 
same  length  of  cloth  upon  the  cloth  roller  that  he  draws  of  warp 
from  ofiT  the  warp  roller  ;  B'  B^  Jacquard  machines  of  the  common 
description,  mounted  on  the  top  of  the  loom  in  the  usual  way ;  C  C' 
the  pattern  cards,  and,  D^  D'  two  wooden  boxes  into  which  they 
drop  when  delivered  from  the  cylinders,  as  represented  more  clearly 
in  the  description  formerly  given  of  the  Jacquard  machine,  and  in 
the  drawings  Figs.  93,  94,  95,  96,  97,  and  98  (which  see.) 

The  introducer  of  this  texture  (Mr.  Morton)  has  conferred  on  us 
a  very  great  benefit :  he  has  furnished  us  with  a  higher  embellish- 
ment for  the*  interior  of  our  dwellings,  and  presented  to  us  anothei 
evidence  of  the  active  benevdence  and  social  disposition  of  man. 
And  it  is  agreeable  to  reflect,  that  in  the  nursing  of  the  idea,  and 
the  carrying  of  it  into  effect,  he  must  have  felt  a  pleasure  mucr. 
more  intense  than  is  Ukely  to  be  experienced  by  any  of  the  multi- 
tudes who  will  enjoy  the  fruits  of  his  abilities. 

A  desire  for  something  in  the  interior  of  a  dwelling  analogous 
to  the  soft  clof.hing  of  the  external  world,  seems  to  be  generally 
felt ;  for  in  all  states  of  society  attempts  are  made  to  remove  the 
hardness  and  unseemliness  of  the  floor.  Among  the  poorer  nations, 
these  attempts  are  confined  to  the  mere  dormitories,  but,  as  advances 
are  made  in  wealth,  the  mat  and  carpet  begin  to  appear.  The 
softness  of  the  turf  and  more  than  its  smoothness  having  been  at- 
tained, it  was  natural  to  imitate  also  its  embellishments :  for  this 
purpose  several  distinct  kinds  of  carpet  texture  have  been  contrived. 
On  one  of  these  (the  ingrain)  we  have  already  reported  an  immense 
improvement,  and  proceed  to  describe  a  no  less  striking  improve- 
ment on  another. 

The  Brussels  carpet  is  distinguished  firom  the  common  one  by 
having  a  raised  pile,  and  by  the  circumstance  that  the  figures  and 
colours  are  entirely  produced  from  the  warp.  The  pile  is  raised  by 
inserting  a  wire  between  the  body  of  the  warp  and  the  previously 
raised  colouring  threads.  These  threads  descend  and  are  fixed  by 
the  weft,  which  is  of  linen,  two  picks  being  given  before  the  insertion 
of  each  wire*,  and  these  picks  are  called  binders,  and  after  a  few 
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repetitions  of  the  process  the  wires  are  withdrawn,  taking  care 
that  the  wires  be  not  drawn  out  too  near  the  face  of  the  cloth : 
otherwise  the  looped  warp  would  become  stretched,  by  recovering 
the  position  in  which  it  was  before  the  wires  were  inserted. 

1'he  Wilton  carpet  differs  only  in  this,  that  the  pile  is  made  some- 
what longer,  and  cut  in  the  manner  of  velvet.*  Were  the  coloured 
warp,  however,  raised  into  pile  at  each  stroke,  the  web  would  have 
simply  a  striped  appearance  ;  and  if  it  were  raised  only  at  intervals, 
the  figure  would  be  given  in  relief,  but  would  still  be  merely  striped. 
In  order  to  produce  a  properly  coloured  pattern,  several  coloured 
yarns  are  arranged,  so  that  any  one  of  them  may  be  raised,  into 
pile.  Their  number  is  generally  five,  and  these  constitute  what  is 
called  five  covers,  so  that,  by  their  irregular  ascent  to  the  surface, 
the  striped  appearance  is  almost  broken  up.t    Still,  however,  the 

*  The  knife  or  cutter  used  in  England,  for  cutting  the  piles  of  various  kinds 
of  fabrics,  is  a  steel  rod  about  2  feet  long  and  f  ths  of  an  inch  thick,  having  a 
square  handle  at  one  end ;  the  other  end  is  tapered  away  to  a  blade  as  thin  as 
the  edge  of  a  razor.  To  prevent  the  point  of  the  knife  from  turning  down- 
wards and  injuring  the  cloth,  its  under  side  is  covered  by  a  guide,  which 
serves  to  stiffen  it,  as  well  as  to  prevent  its  under  edge  from  cutting  the  fabric 
during  the  operation  of  guttering  out  the  pile.  The  operative  grasps  the  handle 
in  his  right  hand,  and  insinuating  the  projecting  point  of  the  guide  under  the 
wefl,  pushes  the  knife  smartly  forward  through  the  whole  breadth  of  the  pile 
(from  selvage  to  selvage.)  This  process  is  repeated  upon  every  line  of  the 
pile  throughout  the  web. 

An  expeditious  method  of  manufacturing  common  velvets  has  lately  been 
introduced  by  our  respected  friend,  M.  Tannias  Falson,  of  Lyons,  its  ingeni- 
ous inventor.  There  are  two  principal  features  of  novelty  in  this  method ; 
the  first  of  which  is,  the  weaving  of  two  webs  or  pieces  of  velvet  at  once,  the 
one  above  the  other,  the  pile  of  each  turning  inward,  and  the  webs  being 
connected  together  by  the  pile  itself.  The  second  feature  consists  of  a  vibrar 
tory  cutter  or  knife,  which  passes  between  the  two  pieces  of  velvet  and  cuts 
them  asunder,  as  fast  as  woven,  by  the  mere  operation  of  the  loom ;  the  cnt- 
ter  is,  of  course,  set  from  the  face  of  the  cloth  at  a  sufficient  distance  to  pre- 
vent its  cutting  too  near  the  reed. 

This  excellent  mode  of  manufacturing  velvet,  might,  we  think,  be  intro- 
duced with  great  advantage  in  this  country :  the  necessary  apparatus  may 
be  obtained,  by  applying  to  the  inventor,  at  Lyons,  or  to  Messrs.  James  Jao- 
quier  &  Co.,  No.  1  Wood  Street,  Spitalfieids,  London. 

t  Called  covert  on  account  of  ail  the  colours  being  covered  or  hid,  except  one, 
which  shows  on  the  face  of  the  cloth.  In  a  pattern,  for  instance,  containing 
five  colours,  all  these  may  be  visible,  but  only  one  will  show  at  any  particular 
point,  and  the  sum  of  all  the  parts  of  the  coloured  yams  which  appear  on  the 
fkce,  will  be  only  one  fifUi  of  the  whole  of  the  coloured  yams  employed. 
Five  colours  are  commonly  used  in  the  manufacture  of  BrtuMls  carpet :  if  a 
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web  is  essentially  striped,  and  though  the  designer  be  not  nearly  so 
hampered  as  in  the  Kidderminster  texture,  he  is  yet  seriously  in- 
commoded in  his  choice.  Let  us  suppose  a  board  painted  in  minute 
coloured  stripes.  After  these  have  dried,  let  another  coating  of 
coloured  stripes  be  laid  on,  and  so  on  for  five  coats,  each  differing 
from  the  preceding :  the  painter  may  now  form  an  idea  of  the 
difficulties  encountered  by  the  carpet  designer, — ^let  him  set  to  work, 
by  scraping  away  the  different  coats,  to  produce  a  pattern.  But 
there  is  another  annoyance ;  in  order  to  produce  the  smallest 
speck  of  any  particular  colour^  a  thread  of  thai  colour  must  trav- 
erse the  whole  pattern  ;  and  that  thread  may  display  some  other 
which  would  have  been  advantageously  brought  in  elsewhere. 
On  account  of  the  very  different  rates  at  which  the  coloured  threads 
are  taken  up,  these  cannot  be  wound  upon  one  beam,  but  have  to 
be  placed  each  upon  a  bobbin  by  itself. 

To  remedy  the  inconvenience  of  this  texture  (the  Brussels  car- 
pet) Mr.  Richard  Whytock,  of  Edinburgh,  contrived  a  method  of 
partially  dying  the  yarns;  but  we  cannot  fully  understand  the 
value  of  the  contrivance  till  we  have  glanced  at  another  kind  of 
carpet  texture. 

The  Turkey  carpet  is  the  simplest  in  its  texture  of  all  carpets, 
and  at  the  same  time  is  almost  unlimited  in  the  choice  of  colours. 
Let  us  suppose  ourselves  seated  at  a  common  loom,  and  that  imme- 
diately after  having  thrown  a  pick,  we  commence  to  tie  on  every 
thread  of  the  warp  a  small  bunch  of  coloured  worsted  yarns,  vary- 
ing the  colour  according  to  our  fancy.  This  completed,  let  two  or 
three  picks  be  thrown,  and  well  driven  up  ;  and  then  another  row 
of  coloured  worsteds  tied  on.  It  is  clear  that  in  this  way  we  could 
produce  any  pattern,  and  that  no  more  of  any  particular  colour  is 
wanted  than  is  sufficient  to  produce  the  required  effect :  nay  more, 
the  colours  being  put  on  by  hand,  we  would  not  be  compelled 
to  reiterate  the  pattern  at  each  stated  distance.  Here  we  have  every 
advantage  that  we  can  wish  for,  excepting  this  important  one,  ra- 
pidity of  formation. 

Whytock's  method  supplies  to  all  the  advantages  of  the  Tur- 


greater  number  were  employed,  the  doth  would  have  a  flimsy  appear- 
ance. Suppose  ten  colours  to  be  used,  instead  of  &ye,  as  already  described, 
then  nine  of  them  would  always  remain  below,  while  only  one  would  be 
raised,  but  this  one  could  not  fully  conceal  the  others,  so  that  the  pattern  on 
the  cloth  would  be  indistinct  Could  one-half  or  two-thirds  of  the  coloured 
threads  be  brought  to  show  on  the  face  of  the  cloth,  it  is  clear,  that  the  fabric 
would  have  a  much  more  dense  and  velvety  appearance. 
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key  carpet,  a  rapidity  of  weaving  greater  than  that  of  the 
Brussels  fabric.  His  method  may  be  described  thus :  If  for  the 
five  coloured  yarns  of  the  Brussels  carpet  we  could  substitute  one 
yarn  dyed  of  the  requisite  colour  at  different  places,  we  would  be 
able  to  dispense  with  all  the  apparatus  for  producing  the  pattern, 
could  make  the  web  with  only  one  body,  and  work  it  as  a  simple 
velvet.  The  only  difficulty  would  then  be  in  the  dying  of  the  warp 
threads. 

In  order  to  dye  the  threads,  one  yarn  is  wound  on  the  surfiatce  of 
a  large  drum,  of  which  the  circumference  is  equal  to  the  length  re- 
quired for  one  copy  or  length  of  the  pattern.  This  drum  is  gradu- 
ated so  that  the  dyeing  roller  can  be  passed  across  the  yarn  at  any 
required  place.  The  design,  extended  on  the  ordinary  ruled  paper, 
enables  the  workman  to  discover  all  the  places  at  which  a  particu- 
lar colour  is  to  be  applied :  that  done,  he  changes  the  colour  box, 
and  so  proceeds  till  the  whole  colouring  is  completed.  The  thread, 
being  now  dyed,  is  then  taken  off  the  drum,  and  submitted  to 
the  processes  (steaming  &c.)  for  fixing  and  brightening  up  the 
colours.  The  second  thread  is  then  dyed,  and  so  on  till  the  whole 
warp  is  finished.  The  next  and  most  difficult  part  of  the  operation 
is,  to  place  all  these  yarns  side  by  side  upon  the  beam.  For  this 
purpose  they  are  wound  upon  separate  bobbins,  and  small  white 
spots,  purposely  left  in  the  dying,  enable  the  workman  to  arrange 
the  coloured  parts  properly  opposite  each  other.  They  are  then 
carefully  rolled  upon  the  beam,  and  the  weaving  proceeds  rapidly, 
each  thread  being  brought  into  the  pile  upon  every  successive  wire. 
Whytock  uses  the  grooved  wires,  and  cuts  the  pile  in  the  manner  of 
the  Wilton  carpet. 

Excepting  the  necessity  for  the  recurrence  of  the  pattern^  this  has 
all  the  advantages  of  the  Turkey  carpet.  The  coloured  spots  can 
be  produced  at  any  point,  and  need  not  run  in  rows  as  in  all  the 
other  carpets.  It  need  hardly  be  added,  that  greatly  admired  pat- 
terns have  been  produced  by  this  method ;  and  that  the  manufac- 
ture meets  with  deserved  encouragement. 

Before  concluding  this  imperfect  notice  of  these  two  improvements 
(Morton's  and  Wh3rtock'8)  we  would  draw  attention  to  a  subject  of 
great  importance  to  society  in  general.  A  strong  prejudice,  sanc- 
tioned by  an  old  proverb,*  exists  against  those  who  turn  their  atten- 
tion to  several  branches  of  the  arts.  Yet  it  is  a  fact,  that  almost 
every  improver  has  been  jack  of  a  good  many  trades ;  nay,  an  ac- 

*  "Jack  of  all  tradee  and  maiter  of  none." 
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quaintance  with  a  variety  of  operations  is  essential  to  the  invention 
of  new  ones ;  and  very  often  prodigious  improvements  are  effected 
by  the  simple  transference  of  a  process  from  one  art  to  another.* 
May  we  be  allowed  to  hint,  that  the  triple  carpet  is  one  of  those 
generalizations  so  often  foimd  in  scientific  researches,  and  that  its 
inventor  appears  to  have  extended  his  studies  ftir  beyond  the  sub- 
ject of  carpet  weaving.  Whytock's  carpet,  again,  bears  on  the  fece 
of  it  the  necessity  for  a  knowledge  of  the  arts  of  dyeing,  weaving 
and  scheming;  for  no  one  not  intimately  versed  in  these  could 
have  conceived,  or,  having  conceived,  could  have  carried  the  idea 
into  effect. 

Another  idea  exists,  that  the  happening  upon  new  discoveries  is 
a  matter  of  chance,  and  some  appear  (we  judge  from  their  conduct) 
to  imagine  that  the  less  they  know  of  a  subject  the  more  likely  are 
they  to  alight  on  something  new ;  as  a  bad  swordsman  trusts  to 
that  very  circumstance  for  outwitting  hb  antagonist.  Once  in  a 
century,  indeed,  one  man  among  seven  hundred  and  fifty-nine  mil- 
lions may  find,  by  chance,  some  valuable  process ;  but  the  great 
mass  of  our  current  inventions  are  the  fiuits  of  assiduous  and  well- 
directed  exertion ;  and  the  mind,  even  more  truly  than  the  body, 
must  earn  its  bread  in  the  sweat  of  its  brow. 

For  the  benefit  of  the  manufiicturers  in  the  United  States,  who 
are  interested  in  the  carpet  trade,  we  have,  at  very  great  trouble  and 
expense,  made  correct  drawings  and  specifications  of  Mr.  Whytock's 
very  ingenious  machinery  for  colouring  carpet  yarns,  according  to 
the  statements  just  made:  and  although  we  have  been  out  of 
pocket  several  hundred  dollars  more  than  we  at  first  anticipated  in 
this  matter,  still,  we  regret  it  not,  believing  that  our  exertions  will 
meet  with  an  adequate*  reward.  We  have  made  all  the  drawings 
to  a  scale. 

This  invention  consists  of  a  new  method  or  manufru^ture,  which 
facilitates  the  production  of  regular  figures  or  patterns,  on  different 
fribrics,  particularly  velvets,  velvet  pile,  and  Brussels,  Wilton  and 
Turkey  carpets,  by  colouring  the  threads  or  yams  which  are  to  be 


*  There  exists  in  Bgypt  a  wondroas  method  of  dyeing.  The  white  cloth 
is  stained  in  various  places,  not  with  dye  staffs,  but  with  substances  which 
have  naturally  the  property  of  absorbing  (fixing)  colours.  These  applica- 
tions are  not  visible  on  the  doth ;  but  when  the  pieces  are  dipped  in  a  hot 
cauldron  containing  the  dye,  they  are  in  an  instant  after  drawn  our,  dyed. 
The  remaiimble  eircwnstanee  is,  that  though  there  be  only  one  dye  in  the 
cauldron,  yet  different  colours  appear  on  the  doth,  nor  can  the  colouis  be 
afterwards  removed.^iVbttiraZ  £Kftory.    Bookxxxv. 
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used  in  weaving  such  ikbrics,  with  a  succession  of  different  colours 
applied  at  different  portions  of  the  length  of  each  yam,  according 
to  such  a  peculiarly  regulated  order  of  succession  of  colours,  as  that 
after  the  yarns  (so  rendered  party  coloured)  have  been  suitably  ar- 
ranged, in  a  simple  loom,  such  as  is  commonly  used  for  weaving 
plain  cloth,  without  any  Jacquard  or  other  figuring  machinery 
thereon,  and  after  the  said  yams  have  been  woven,  particularly  into 
any  of  the  fabrics  aforesaid,  by  the  ordinary  manipulations  of  plain 
weaving,  the  cloth  shall  exhibit  the  appearance  of  a  pattern  or  de- 
sign, in  diverse  colours,  by  virtue  of  the  variegated  colours  which 
were  previously  applied  on  the  yarns  by  this  improved  method,  ac- 
cording to  a  suitable  and  peculiarly  regulated  order  of  succession  of 
colours,  as  aforesaid. 

And  although  certain  yarns  which  are  intended  for  weaving  pat- 
terned fabrics  by  plain  weaving,  have  been  heretofore  rendered 
party-coloured,  by  tying  up  part  of  the  hanks  or  skeins  in  order  to 
preserve  them  free  of  colour  when  the  other  parts  are  coloured,  by 
submitting  the  whole  hanks  or  skeins  to  a  dying  process ;  and  also, 
by  a  more  recent  process  (practised  by  Mr.  Louis  Schwabe  of  Man- 
chester) such  yams  have  been  rendered  party-coloured  by  printing 
them  whilst  they  are  in  skeins  or  hanks ;  and  the  yams  so  rendered 
party-coloured,  whether  by  dying  or  by  printing,  are  afterwards  ar- 
ranged in  the  loom,  so  as  to  give  to  the  fabric  which  is  woven 
therein,  the  appearance  of  certain  irregular  and  ill-defined  patterns 
in  single  or  party-colours,  such  as  clouded,  speckled,  mottled,  mar- 
bled and  spotted  patterns,  and  intermpted  striped  patterns ;  it  is  to 
be  understood  that  this  improved  method  or  manufacture,  of  Mr. 
Whytock's,  is  founded  on  the  same  principle  of  previously  rendering 
the  yarns  party-coloured,  and  afterwards  arranging  them  in  the 
loom  so  as  to  produce  a  &bric  with  a  variegated  pattern  by  plain 
weaving  of  the  party-coloured  arranged  yarns.  This  improved 
method,  by  virtue  of  certain  mechanical  combinations  and  arrange- 
ments, hereinafter  described,  for  performing  the  process  of  rendering 
the  yarns  party-coloured,  with  a  Ruitable  succession  of  colours,  (and 
after  the  same  are  suitably  arranged  in  the  loom  certain  precaution- 
ary measures,  hereinafter  described,  being  used,  in  order  to  keep  up 
the  said  suitable  arrangement  unchanged  during  the  process  of 
plain  weaving,)  will  facilitate  the  production  of  regular  figures  or 
patterns,  which  will  correspond  with  sufficient  accuracy  to  a  pre- 
vious, and  intended  design,  and  will  be  repeated  with  sufficient  ac- 
curacy at  regular  distances  along  the  length  of  the  woven  fabric, 
■o  as  to  exhibit  the  same  appearance  as  is  usual  in  the  regularly 
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figured  or  patterned  fobrics,  which  are  woven  in  figured  looms,  but 
which  regularity  and  accuracy  of  patterns  have  not  been  hidierto 
obtained  by  the  ordinary  mode  of  dying  or  printing  yarns  in  the 
hanks  or  skeins. 

We  are  aware  of  the  fact,  that  yarns  prepared  for  weaving  into 
figured  febrics,  by  plain  weaving,  by  printing  suitable  impressions 
in  diverse  colours  upon  them  to  form  the  chain  or  warp  of  the  in- 
tended web,  and  passed  through  reeds  like  those  of  the  loom  which 
is  intended  to  be  used  for  weaving  the  same,  the  said  impressions 
being  obtained  fiiom  engraved  metal  surfaces  or  from  carved  blocks, 
m  the  manner  practised  by  calico  printers,  according  to  which 
method  of  printing  warps,  the  pattern  which  will  be  afterwards  ex- 
hibited by  the  &bric  woven  out  of  such  printed  warps,  will  be  the 
same  in  respect  to  its  design  as  that  which  is  engraved  or  carved  on 
the  sur&ces  or  blocks,  by  which  the  impressions  were  printed  on 
the  warp,  except  in  as  much  as  the  design  may  be  contracted  in 
length  by  the  gathering  up  of  the  warp  in  the  process  of  weaving. 

It  19  to  be  understood,  that  according  to  Mr.  Wh3rtock'8  improved 
method,  tiie  yarns^  when  they  are  arranged  in  a  warp  in  prepa- 
ration for  weaving,  are  not  printed  ;  nor  does  he  make  use  of  en- 
graved surfaces,  or  carved  blocks,  with  any  figured  design  or  pattern 
thereon  which  bears  the  least  resemblance  to  the  figured  design  or 
pattern  which  will  be  exhibited  by  the  woven  fabric ;  but,  with  the 
same  mechanical  combination  and  printing  implements  which  he 
uses  for  rendering  yams  party-coloured,  as  aforesaid,  suitable  for 
the  production  of  one  kind  of  regular  figures  or  patterns  on  the 
woven  fiibric,  he  can,  also,  render  jaina  party-coloured  suitably  for 
the  production  of  an  unlimited  variety  of  difierent  regular  figures 
or  patterns  by  only  varying  the  regulated  order  of  succession, 
whereby  he  applies  the  difierent  colours  to  the  yarns,  with  his  me- 
chanical combinations  and  printing  implements ;  and  according  to 
which  improved  method,  the  warp  or  chain  is  formed  in  preparation 
for  weaving  after  the  yarns  are  rendered  party-coloured,  which  is 
also  the  case  in  the  common  plan  of  dyeing  the  yarns  in  the  hanks 
or  skeins,  tied  up,  or  in  printing  the  yarns  in  the  hanks  or  skeins  : 
in  the  old  methods,  the  warp  or  chain  is  formed  first,  and  the  print- 
ing afterwards  performed  thereon,  and  the  yarns  of  their  printed 
warps  (or  so  many  thereof  as  are  to  form  the  patterned  or  figured  part 
of  the  fiibric)  must  retain  the  same  positions  in  relation  to  each 
other  when  they  are  in  the  woven  fabrics,  that  they  had  during  the 
printing,  for  the  yams  receive  their  printed  impressions  whilst  they 
are  arranged  in  the  same  order  side  by  side  as  that  which  they 
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are  to  have  when  arranged  in  the  loom.  This  distinction  being 
made,  we  shall  now  proceed  to  exidain  the  improved  method  or 
manufacture  in  all  its  essential  details. 

In  order  to  render  yams  party-coloured  by  Whytock's  improved 
method,  one  yarn  or  thread,  or  a  small  number  of  yams  or  threads, 
must  be  wound  or  coiled  around  the  circumference  of  a  large  cylin- 
der or  drum,  which  is  moonted  on  a  horizontal  axis  in  a  frame, 
in  the  manner  of  a  grifuUiane^  and  the  circumference  of  the  cyhn- 
der  being  covered  with  a  blanket,  such  as  is  used  by  calico  printers 
to  cover  over  their  tables  for  Uock  printing,  with  the  addition  of  an 
oiled  cloth  cover,  to  keqp  the  blanket  clean,  the  circumvolutions  or 
coils  which  the  yam  or  each  of  the  yams  makes  around  the  said 
cylinder,  being  disposed  regularly  and  closely  side  by  side.  And  if 
more  than  one  yarn  is  wound  round  the  cylinder  at  once,  the  coils 
thereof  should  be  continued  until  they  fill  up  close  to  the  side  of  the 
first  coil  which  was  made  by  the  next  adjoining  yam,  so  as  to  cover 
all  the  circumference  of  the  cylinder  with  circumvolutions  of  the 
yam  or  several  yarns  around  the  same.  The  yam  or  yarns  being 
thus  disposed  in  coils  around  the  cylinder,  and  the  ends  fiistened 
thereto,  they  are  prepared  for  receiving  the  colours,  vrhich  are  ap- 
plied by  means  of  long  narrow  sticks  or  rulers,  the  edges  of  which 
are  covered  with  felt,  and  are  used  as  printing  surfaces,  in  the  man- 
ner of  calico  printing  blocks,  but  without  any  carved  pattern  on 
the  said  edges  or  printing  surfeces  ;  that  is  to  say,  the  felt  edge  of 
one  of  the  said  rulers  being  furnished  with  its  appropriate  colour 
(from  a  colour  seive,  such  as  is  used  by  calico  printers  for  block 
printing,)  is  applied  horizontally  across  the  breadth  of  the  cylinder, 
parallel  to  the  axis  thereof,  so  as  to  cross  over  the  coils  of  the  yarn 
or  yarns  which  surround  the  cylinder ;  and  an  impression  being 
given  across  the  yarn  or  yarns  by  the  printing  surfece  or  edge  of 
the  raler,  in  the  same  manner  as  would  be  done  by  calico  printers, 
it  will  apply  colour  to  each  circumvolution  of  the  yarn  or  yams, 
along  so  much  of  the  length  thereof  as  is  equal  to  the  breadth  of 
the  printing  surface  of  the  mlers  ;  and  as  the  yams  or  each  yarn 
makes  several  circumvolutions  around  the  cylinder,  the  colour  so 
applied  will  colour  as  many  different  places  along  the  length  of  each 
yam,  and  those  places  will  be  exactly  at  equal  distances  apart  along 
the  length  of  the  yam,  viz.  at  distances  apart  equal  to  the  circum- 
ference of  the  cyhnder.  After  one  impression  is  thus  made  on  the 
yam  or  yams,  the  cylinder  is  turned  round  just  as  much  as  will 
move  its  circumference  a  space  equal  to  the  breadth  of  the  impres- 
sion left  by  the  mier,  and  then,  if  the  pattern  requires  a  change  of 
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colour,  another  siinilar  ruler,  furnished  with  a  suitable  colour,  is  ap- 
plied across  the  yams,  so  as  to  make  another  impression  thereon 
adjoining  to  the  former ;  or,  if  the  pattern  does  not  require  a  change 
of  coloura,  but  the  repetition  of  the  same  colour,  the  same  ruler 
which  was  first  used,  being  furnished  anew  with  its  own  proper 
colour,  is  used  to  make  the  second  impression,  instead  of  a  different 
ruler  ;  after  which  the  cylinder  is  again  turned  round  as  much  as 
the  breadth  of  the  impression  left  by  the  last  ruler,  in  preparation 
for  laying  another  impression,  either  with  the  same  ruler  which 
was  last  used  refurnished  with  its  own  proper  colour,  or  else  with  a 
different  ruler  furnished  with  a  different  colour,  according  as  the 
pattern  requires  a  change  of  colour,  or  a  continuance  of  the  same 
colour,  on  the  next  succeeding  portion  of  the  length  of  each  yarn. 
When  repetitions  of  the  same  colour  are  frequently  required,  the 
colouring  may  be  expedited  by  using  a  broader  ruler,  which  will 
print  double  or  treble  the  space  of  the  ruler  before  mentioned.  In 
this  way  the  colouring  of  the  yams  proceeds  along  all  parts  which 
require  to  be  coloured  by  successive  impressions  of  the  different 
colours,  with  repetition  of  the  same  colours,  or  a  change  from  one 
colour  to  another,  according  as  the  pattern  requires,  until  a  com- 
plete series  of  such  impressions  has  been  made,  reaching  all  round 
the  cyUader ;  and  which  series,  by  joining  up  to  the  first  impres- 
sions, will  complete  the  colouring  of  the  whole  length  of  the  coils 
of  yarn  around  the  cylinder  with  their  required  party  colours,  suc- 
ceeding each  other  in  due  order  of  succession,  according  to  the  pat- 
tern they  are  intended  to  produce  in  the  woven  fabric.  When  one 
yarn,  or  one  small  number  of  ]rams,  has  been  thus  rendered  party 
coloured,  it,  or  they,  must  be  taken  off  the  cylinder,  to  be  afterwards, 
when  dried,  subjected  to  the  action  of  steam,  to  fix  the  colours,  and 
then  washed,  and  when  again  dried,  to  be  wound  on  a  bobbin,  or 
on  bobbins,  in  preparation  for  forming  it  or  them  into  a  warp ;  and 
as  soon  as  the  cylinder  is  at  liberty,  another  yarn,  or  another  small 
number  of  yarns,  is  coiled  upon  the  cylinder  to  be  in  its,  or  their 
turn,  rendered  party  coloured,  by  a  similar  series  of  manipulations, 
and  so  on  until  the  whole  number  of  yams  which  are  required  for 
the  formation  of  the  warp  or  chain  of  the  intended  fabric,  or  of  the 
figured  or  patterned  portion  thereof,  are  rendered  party  coloured ; 
and,  in  applying  the  colours  to  each  yarn  or  small  number  of  yams 
which  are  wound  each  time  round  the  cylinder,  the  order  of  succes- 
sion of  the  different  colours  is  varied  as  the  pattem  may  require,  for 
each  yam  or  small  number  of  yarns ;  and  when  the  whole  of  the 
yams  requisite  for  the  warp  (or  for  the  figured  or  patterned  portion 
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thereof)  are  finished  and  gathered  on  their  separate  bobbins,  either 
the  said  party  coloured  yarns  are  drawn  off  from  the  bobbins  to 
form  the  warp  in  the  loom  by  degrees,  as  the  yarns  are  required  for 
the  weaving,  or  else  the  yarns  are  collected  from  the  said  separate 
bobbins  on  to  the  yarn  beam  of  the  loom  by  the  usual  process  called 
beaming,  as  a  preparation  for  weaving ;  and  in  so  collecting  the 
party  coloured  yams  from  off  their  different  bobbins  into  a  warp, 
whether  it  be  by  degrees  as  the  weaving  in  the  loom  requires,  or  in 
order  to  beam  the  warp  upon  the  yarn  beam  of  the  loom  previous 
to  the  weaving,  the  several  party  coloured  threads  must  be  arranged 
side  by  side,  each  in  its  proper  place  across  the  breadth  of  the 
warp,  according  as  each  yarn  has  been  previously  rendered  party- 
coloured,  suitably  for  the  place  it  is  required  to  occupy  in  pattern. 
And,  owing  to  the  circumstance  of  each  yam  making  several  cir- 
cumvolutions around  the  cylinder  when  the  colours  are  applied 
thereoU;  as  herein  before  described,  the  order  of  the  succession  of 
the  party-colours  on  each  yarn  will  be  exactly  repeated  at  intervals 
along  the  length  of  each  yam  equal  to  the  circumference  of  the 
cylinder,  and  those  repetitions  of  the  order  of  succession  in  the 
warp  will  produce  repetitions  of  the  figured  pattern  in  the  length  of 
the  piece  of  the  fabric  when  it  is  woven.  Wherefore,  the  length  of 
the  circumference  of  the  cylinder  must  be  adapted  to  the  length 
over  which  the  pattern  is  required  to  extend,  before  a  repetition  of 
the  pattern  commences,  allowing  for  the  contraction  of  length 
which  results  from  the  gathering  up  of  the  warp  in  the  process  of 
weaving,  or  else  the  circumference  of  the  cylinder  may  be  twice  or 
thrice  the  length  of  the  yam  required  to  produce  that  length  of  the 
fabric  over  which  the  pattern  is  required  to  extend  before  a  repetition 
commences.  The  warp  being  thus  composed  of  party-coloured 
yarns,  suitably  variegated  with  colours,  and  arranged  in  suitable 
order  in  the  warp,  according  to  the  intended  pattern,  the  weaving 
is  to  be  conducted  in  the  usual  manner  of  what  is  called  plain 
weaving,  and  will  produce  a  fabric  with  a  figured  pattern  in  colours, 
withotii  any  of  the  troublesome  manipulatums  which  are  neces- 
^<^ry  for  what  is  called  figure  weaving.  The  fabrics  for  which 
Whytock's  improved  mode  is  most  particularly  adapted,  are  those 
wherein  the  surface  of  the  fabric  which  exhibits  the  pattern  is  com- 
posed chiefly  by  gathering  up  the  warp  into  loops,  by  interlaying  a 
wire  during  the  operation  of  weaving  across  the  warp  in  the  direc- 
tion of  the  shoot  or  weft,  and  which  wire  may  be  either  drawn  out 
in  order  to  leave  loops  for  the  face  of  the  fabric,  as  is  the  case  in 
Bruzelles  carpets,  or  the  wire  may  be  cut  out,  if  it  is  intended  to 
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form  a  pile  for  the  face  of  the  fabric,  and  the  Cut  or  divided  loops 
will  form  that  pile,  as  is  the  case  in  velvets,  velvet  piles,  and  Wilton 
carpets  ;  and,  as  to  Turkey  carpets,  which  are  a  different  description 
of  fabric  from  the  others  above  mentioned,  being  formed  by  knot- 
ting tufts  of  coloured  worsted  yarn  around  the  yarns  of  the  warp, 
Whytock's  improved  mode  facilitates  the  production  of  regular  fig- 
ures or  patterns  thereon,  by  enabling  the  operator  to  render  the 
skein  of  yam  which  each  weaver  is  to  use  for  forming  those  knotted 
tufts  party-coloured,  with  the  different  colours  succeeding  each  other, 
exactly  according  to  the  order  of  succession  of  colours  in  which  the 
weaver  must  introduce  tufts  of  different  colours.  According  to  the 
ordinary  mode  of  weaving  Turkey  carpets,  the  weaver  must  have 
in  use  as  many  different  skeins  or  clews  of  different  colours  as  the 
variegation  in  his  pattern  requires,  and  must  select  first  a  skein  or 
clew  of  one  colour,  and  then  another,  with  discretion  to  suit  his 
pattern ;  he  will,  according  to  this  improved  mode,  require  to  use 
only  one  skein  or  clew  of  yam,  which,  being  rendered  party- 
coloured  in  due  order  of  succession  of  colours,  will  furnish  all  the 
variation  of  colouring  necessary  for  forming  the  successive  tufts 
which  he  will  require  in  lus  work,  and  following  each  other  in  due 
order  as  they  will  be  wanted.  And  as  he  works  up  the  skein  or 
clew  of  party-coloured  yam  by  putting  in  tuft  after  tuft,  and  cutting 
off  the  yam  each  time,  those  successive  tufts  will  change  their 
colour  according  to  the  intended  order  of  succession  of  colours  which 
the  pattern  requires,  without  any  trouble  of  selecting  colours  and 
changing  skeins  with  perpetual  reference  to  the  pattern,  as  hereto- 
fore, but  only  occasioruU  reference  thereto,  and  without  the  same 
liability  to  mistake  in  so  selecting,  and  the  waste  of  coloured  yarn 
which  is  occasioned  by  such  mistakes ;  and  also,  the  number  of 
ends  remaining  from  the  number  of  skeins  which  must  be  used 
will  be  much  diminished  by  rendering  the  yams  party-coloured, 
according  to  this  improved  mode,  and  likewise,  by  this  mode  of 
party-colouring  the  yams,  the  joinings  of  the  patches  of  colour 
which  were  applied  successively,  will  indicate  the  exact  place  where 
the  yarn  is  to  be  cut  off  as  the  tufts  are  introduced,  whereby  waste 
of  material  in  cutting  off  too  long  may  be  avoided,  as  well  as  im- 
perfections in  the  face  of  the  work  by  cutting  off  too  short. — Note, 
A  saving  of  colouring  material  may  be  made  in  rendering  the  yarns 
for  Turkey  carpets  party-coloured,  by  an  improved  method,  by 
omitting  to  apply  any  colour  to  those  parts  of  the  yarns  which  are 
afterwards  to  be  looped  or  knotted  around  the  yams  of  the  warp, 
and  which  parts  will  therefore  appear  only  at  the  back  of  the  fit- 
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brie,  and  will  consequently  require  no  colour ;  these  omissions  can 
be  easily  made  in  their  proper  places  along  the  party-coloured  yams, 
by  setting  out  the  pattern  so  that  those  parts  of  the  yarns  will  be 
known  when  they  are  wound  round  the  cylinder,  and  may  be 
passed  over  without  applying  any  colouring  matter  thereon.  The 
places  which  are  so  left  unooloured  in  the  yams  will  be  extremely 
useful  as  indications  to  the  weaver  of  the  places  where  the  tufts 
are  to  loop  and  knot  around  the  yarns  of  the  warp. 

Fig.  106  represents  the  cylinder  A  A  in  perspective,  together  with 
the  rack  B  B  containing  the  bobbins  a  a,  from  which  the  yams  6, 
are  furnished  to  the  cylinder  A  A  as  &st  as  they  are  wanted,  when 
the  latter  is  turned  round  in  order  to  wind  them  around  its  circum- 
ference, as  herein  before  mentioned.  Figs.  112  and  113  also  repre- 
sent the  cylinder,  and  the  same  letters  of  reference  are  used  to  de- 
note the  same  parts  in  all  the  figures.  C  C  E  L  Fig.  113,  and 
K  K  L  Figs.  114  and  116  is  the  wooden  frame  for  supporting  the  axis 
D  of  the  cylinder  A  A;  EL  (see  Figs.  113  and  114)  are  upright 
standards  to  support  a  horizontal  shelf  or  rest  F,  which  is  fixed 
across  the  width  of  the  cylinder,  and  serves  to  place  the  mlers  by  which 
the  colour  is  to  be  applied  to  the  yams,  in  a  truly  horizontal  position, 
and  so  that  each  raler  will  be  presented  to  the  cylinder  A  A  at  the 
same  height  thereon;  del,  (see  the  Figures  107  and  109)  is  a 
guide  screw,  which  is  mounted  horizontally  in  bearings  notched  out 
in  each  of  the  upright  standards  E  L  (see  Fig.  113 ;)  the  screw  d  d^ 
has  a  pulley  6,  fixed  on  the  extreme  end  of  it,  in  order  to  turn  it 
round  by  means  of  an  endless  band  or  strap//  (see  Fig.  112,)  from 
another  pulley  g^  which  is  fixed  on  the  extreme  end  of  the  axis  D 
of  the  large  cylinder  A  A ;  wherefore,  the  screw  d  d,  will  be  turned 
round  with  a  motion  corresponding  to  that  wherewith  the  cylinder 
A  A  is  turned ;  G  G  (see  Fig.  107)  is  a  conductor  for  the  yams^ 
which  is  fitted  on  the  guide  screw  d  d,  so  as  to  be  moved  gradually 
abng  thereby  across  the  width  of  the  cylinder  A  A,  when  the  latter 
is  turned  round.  The  rack  or  frame  B  B  (Fig.  106)  contains  as 
many  bobbins  a  a,  as  the  number  of  yarns  which  it  is  intended  to 
wind  around  the  cylinder  A  A,  for  colouring  at  one  operation. — ^A 
yarn  fr,  from  each  of  the  several  bobbins  a  a,  is  conducted  beneath 
a  fixed  horizontal  rod  or  wire  A,  then  over  another  such  rod  or  wire 
t,  and  beneath  a  third  fixed  rod  or  wire  k;  which  three  rods  or 
wires,  by  opposing  a  slight  firiction  to  the  yarn  or  yams  when  drawn 
across  the  rods  or  wires,  will  cause  the  yarn  or  yams  to  be  extended 
with  a  proper  tension  when  drawn  afterwards  by  the  cyUnder  A  A. 
After  passing  under  the  third  rod  or  wire  &,  each  of  the  several 
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yams  is  passed  through  a  distinct  eye  in  a  wire  gwae  z  z,  (see 
Figs.  106  and  107)  which  is  fixed  upon  the  top  cross  rail  R  of  the 
conductor  G  G  (see  Figs.  106,  107,  and  108)  and,  finally,  each  of 
the  yarns  is  passed  through  a  wire  loop  m,  which  is  fixed  in  the 
top  cross  rail  R  (see  Figs.  107  and  108)  and  projects  so  far  out 
therefrom  as  to  reach  near  to  the  circumference  of  the  cylinder,  n, 
(see  Figs.  113  and  114)  is  a  fixed  rest  or  guide  for  the  tails  of  the 
conductor  G  G  to  bear  against,  when  the  screw  d  d,  is  turned  round, 
and  as  it  carries  the  conductor  G  G  literally  across  the  width  of  the 
cylinder  A  A  in  the  manner  before  stated,  and  in  so  moving  it  will 
guide  each  of  the  yarns,  so  that  the  successive  coils  which  that 
yarn  makes  around  the  circumference  of  the  cylinder  will  fall  close 
to  each  other  side  by  side ;  and,  if  that  coiling  is  continued  until 
the  last  coil  made  by  one  yarn  joins  up  to  the  first  coil  made  by  the 
neighbouring  yarn,  then,  the  whole  surface  of  the  cylinder  will  be 
covered  with  the  several  yarns. — The  conductor  G  G  is  made 
double,  and  fitted  upon  the  screw  d  d,  near  to  each  end  thereof,  the 
two  conductors  G  G  being  united  by  two  wooden  rails  R  S,  and  each 
part  which  is  so  fitted  on  the  screw  dd,ia  formed  in  two  parts  G  p, 
(see  Figs.  107, 108,  and  109)  which  are  jointed  together  at  q,  in  the 
manner  of  a  pair  of  pincers,  to  grasp  the  screw  d  d,  by  the  action 
of  the  spring  r,  which  is  interposed  between  the  handles  G  /i,  of  the 
two  parts,  in  order  to  urge  them  apart  from  each  other,  and  cause  the 
other  parts  .9  s,  of  the  pincers  to  grasp  the  screw  d  d  between  their 
jaws,  by  clasping  the  two  handles  Gp,  of  each  of  the  conductors 
together  in  the  hands,  their  spring  r,  can  be  overcome  to  open  the 
two  pincers,  and  then  both  the  conductors  G  G  become  detached 
from  the  threads  of  the  screw  d  d,  in  order  to  move  the  whole  back 
firom  one  end  of  the  screw  to  the  other,  without  the  trouble  and  de- 
lay of  turning  the  screw  round  backwards  after  one  set  of  yams 
has  been  wound  round  the  cylinder,  in  order  to  prepare  for  winding 
on  another  set* 

Figs.  114  and  116  represent  the  cylinder  as  it  appears  when  a 
part  H  H  of  its  circumference  is  folded  inwards  towards  the  axis,  in 
order  to  admit  of  taking  ofi*  the  yarn  from  it  after  it  has  been  ren- 
dered party-coloured.    Two  portions  H  H  of  the  circumference  are 

*  A  more  simple  guide  or  conductor  for  coiling  the  yams  on  the  cylinder 
A  A,  as  represented  in  Figs.  106, 107  and  108,  may  be  used ;  and  as  every 
manufacturer  of  cotton  goods  in  the  United  States  is  well  acquainted  with  the 
common  traverse  or  spooling  motion,  no  difficulty  can  be  experienced  by  them 
on  this  head.  We  are  confident  that  the  manufacture  of  this  kind  of  carpet, 
(the  velvet  pile)  is  destined  ere  long  to  receive  vast  improvements :  indeed, 
we  would  not  be  at  all  surprised  to  see  from  25  to  30  yards  of  it  manufactured 
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attached  to  the  remaining  portion  of  the  circumference  by  hinges 
in  the  manner  of  a  pair  of  folding  doors ;  also>  a  portion  1 1  of  each 
of  the  rims  and  arms  of  the  cylinder  is  attached  to  their  central 
naves  on  the  axis  by  hinges,  so  as  to  admit  of  folding  those  portions 
of  the  rims  and  arms  down  out  of  their  proper  places,  and  then  the 
two  portions  H  H  of  the  circumference  by  dropping  in  towards  the 
axis,  will  slacken  and  set  the  yarn  free  upon  the  cylinder,  in  order 
that  they  may  be  removed  or  doffed  from  off  the  same,  in  like  man- 
ner as  a  common  yarn  real  is  doffed  when  it  becomes  covered  with 
hanks  of  yarn.  And,  in  order  to  admit  of  so  dofBng  the  yams  from 
the  cylinder,  the  side  K  K  L  of  the  wooden  frame  (Fig.  114)  which 
supports  one  end  of  the  axis  D,  is  made  to  turn  down  in  the  man- 
ner shown  in  Fig.  115,  about  hinges  at  its  lowest  part,  by  which 
hinges  it  is  attached  to  one  of  the  ground  sills  of  the  frame ;  and, 
when  the  side  K  K  L  is  placed  upright  in  a  proper  portion  to 
support  the  cylinder,  as  is  shown  in  Fig.  113,  it  is  retained  by  an 
obUque  strut  M,  which  is  also  attached  by  a  hinge  at  its  lowest 
end  to  the  cross  sill  of  the  frame,  so  that  it  can  be  turned  down  out 
of  the  way  in  the  manner  shown  in  Fig.  115,  when  the  side  K  K  L 
of  the  frame  is  to  be  turned  down. — Note,  before  that  side  is  so 
turned  down,  the  weight  of  the  cyUnder  A  A  must  be  suspended  as 
shown  in  Fig.  115,  by  a  tackle  of  pulleys  N,  applied  in  an  oblique 
direction  between  the  arms  of  the  cylinder  from  a  support  at  the 
ceiling  of  the  room,  and  reaching  to  the  end  of  the  axis  D  of  the 
cylinder.  The  cylinder  is  framed  with  two  sets  of  arms,  upon  the 
two  ends  of  the  axis,  and  two  circular  rims  on  those  arms  as  shown 
on  the  drawings.  The  circumference  is  composed  of  boards  fixed 
across  the  edges  (as  in  the  construction  of  card  drums)  of  the  two 
rims  parallel  to  the  axis  of  the  cylinder,  and  the  outside  circumfer- 
ence being  formed  to  a  true  cylinder,  is  covered  with  a  printer's 
blanket  strained  tight  and  sewed. — A  covering  of  oiled  or  vai^nished 
cloth  is  spread  evenly  over  the  blanket,  and  secured  thereto  by  pins. 
The  yarns  are  wound  round  the  covering  of  oiled  cloth  in  order  to 
receive  their  colour,  but  the  said  oiled  cloth  cover  is  unpinned,  and 
removed  from  the  cylinder  along  with  the  yarns  when  they  are 
doffed,  in  order  to  preserve  them  from  blurring  their  colours  by 
handling  in  doffing. 

per  day,  of  12  working  hours,  in  a  machine  of  comparatively  simple  construe* 
tion,  superintended  by  one  person  only.  We  are  always  willing  to  do  our  ut- 
most in  advancing  the  manufactures  of  this  country,  being  deeply  impressed 
with  the  idea,  that  on  them,  in  a  great  measure,  depends  our  prosperl^  as  a 
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Fig  111. 


BoftUTOf 

Sdvage, 


Ckeen, 


UgUBtiu. 
DarkBUu. 

Oreen, 


Note.— The  above  species  of  painting  or  of  transferring  patterns  to  the  de- 
sign paper  is  performed  with  camel  hair  pencOs,  and  appropriate  pigments, 
which  are  to  be  reduced,  if  necessary,  to  a  semi-transparent  state.  The  pen- 
cils should  be  chosen  of  a  middle  size,  with  a  good  spring  and  point,  both  of 
which  qualities  may  be  discovered  by  drawing  them  gently  through  the 
mouth,  and  pressing  them  on  the  thumb  nail  -,  when,  if  on  being  moderately 
wet,  they  spring  again  into  their  form  after  being  bent,  (on  the  nail,)  it  is  a 
sure  indication  of  these  qualities.  The  points  of  the  pencils  too,  should  be 
adapted  as  nearly  as  possible  to  the  size  of  the  small  spaces  or  squares  on  the 
design  paper  on  which  they  are  to  be  employed,  that  the  designer  may  be 
able  to  fill  any  individual  space  with  only  one  touch  of  the  pencil 

A  learner  in  this  department,  before  he  attempts  designing  of  patterns, 
should  endeavour  to  acquire  a  dexterity  in  filling  up  these  little  spaces  on  the 
design  paper,  whether  they  run  in  straight  or  curved  lines ;  taking  care  al- 
ways to  fill  them  exactly,  without  allowing  the  paint  to  spread  beyond  their 
boundaries,  or  leaving  any  of  them  broken  or  imperfect 
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Description  of  the  manner  of  applying  the  party-colours  an  the 
yams,  and  of  determining  the  proper  order  of  succession  for 
the  different  colours  thereon. 

The  succession  of  colours  must  be  determined  by  means  of  a  de- 
sign paper,  which  represents  the  design  or  figured  pattern  intended 
to  be  produced  by  plain  weaving  of  the  party-coloured  yams.  See 
a  specimen  of  such  a  design  paper  Fig.  111.  It  is  similar  to  the 
design  paper  used  by  weavers  for  figured  weaving,  being  ruled  with 
squares,  which  are  numbered  acroas  the  top  and  down  the  length, 
and  it  must  contain  the  entire  figure  of  the  pattern  which  it  is  in- 
tended to  produce  in  the  fabric,  and  which  pattern  is  to  be  repeated 
thereon  at^egukur  intervals  along  the  length  of  the  piece :  and,  sup- 
posing that  the  ground  whereon  the  pattern,  Fig.  Ill,  is  to  be  repre- 
sented, is  to  be  ail  of  one  uniform  tint,  the  whole  of  the  yarns  may 
be  dyed  with  that  colour  previously  to  applying  the  party-colours, 
the  said  dye  being  chosen  of  such  a  nature  that  it  will  readily  give 
place  to  the  stronger  party-colours  which  are  to  be  applied.*  The 
size  of  the  cylinder  A  A  must  be  so  chosen  that  its  circumference 
Mrill  be  equal  to  the  length  of  yarn  which  the  warp  will  take  up  f(»r 
weaving,  from  the  commencement  to  the  end  of  the  pattern,  where 
it  will  join  to  the  preceding,  and  to  the  succeeding  repetition  of  the 
pattern,  taking  into  consideration  the  contraction  of  the  length  of 
the  warp  which  will  result  from  the  gathering  up  of  the  yarn  in 
weaving,  and  which  contraction  varies  very  greatly  in  different 
kinds  of  fabrics.  Whatever  number  of  squares  the  length  of  the 
design  paper  occupies,  (for  instance  72,  as  in  Fig.  Ill,)  the  circum- 
ference of  the  cylinder  must  be  divided  into  a  like  number,  (of  72 
equal  parts ;)  or  the  double  or  the  treble  that  number,  if  the  cylin- 
der is  large  in  proportion  to  the  pattern ;  which  is  easily  done  by 
applying  a  tape  painted  with  suitable  divisions  upon  it  around  the 
circumference  of  the  cylinder,  as  at  1 1,  (see  Fig.  113)  and  fasten- 
ing it  with  pins  to  the  blanket  cover.  The  design  paper  should  be 
laid  out  in  large  squares,  as  the  printer  has  to  distinguish  readily 
the  succession  and  order  of  the  different  colours.  It  may  either  re- 
present a  figure  to  fill  the  breadth  of  the  intended  fobric,  or  one« 
which  is  to  be  repeated  several  times  side  by  side  in  the  breadth, 
and  each  square  may  either  represent  a  single  yarn  or  a  number  of 
yams,  according  as  the  texture  of  the  fabric  is  to  be  fine  or  coarse. 

*  The  operator  must  be  careful  not  to  apply  light  pink,  light  yellow,  sky 
blue,  pea  green,  or  French  white  on  a  black  or  dark  bottom,  as  none  of  these 
delicate  tints  would  appear  to  advantage  on  such  a  surface^ 
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Repetitions  of  the  same  figure  in  the  breadth  will  admit  of  several 
yarns  being  coloured  alike  at  one  operation,  and  the  trouble  of  after- 
wards separating  these  yarns  may  be  avoided  by  keeping  the  coils 
of  the  different  yams  distinct  from  each  other  upon  the  cylinder. 
The  numbers  along  the  lop  border  of  the  design  paper,  Fig.  Ill, 
(for  instance,  fi-om  1  to  43  in  Pig.  Ill,)  represent  the  different  sets 
of  yarns  in  the  warp  which  are  to  be  rendered  party-coloured  to- 
gether by  one  operation.  Suppose,  for  instance,  that  it  will  take 
six  yarns  of  the  warp,  side  by  side,  to  fill  each  of  the  squares  across 
the  breadth  of  the  fabric,  that  will  be  6  times  43  or  258  yarns,  side 
by  side,  in  the  whole  warp,  to  produce  the  pattern  Fig.  111.  In 
that  case  6  bobbins  a  a,  Fig.  106,  must  be  used,  and  as  isany  yarns 
must  be  wound  together  round  the  oiled  cloth  covering  of  the  cylin- 
der A  A,  by  attaching  their  ends  thereto  with  pins,  and  then  turn- 
ing the  cylinder  round  by  a  suitable  crank.  The  traversing  mo- 
tion which  the  screw  d  d,  then  gives  to  the  conductor  G  G,  will  lay 
each  of  the  six  yams  in  regular  coils  close  side  by  side  on  the  cylin- 
der, so  that  the  succeeding  coils  of  each  yarn  will  just  touch  one 
another.  The  number  of  circumvolutions  of  each  yarn  which  must 
be  thus  wound  upon  the  cylinder,  will  be  determined  by  the  num- 
ber of  repetitions  of  the  pattern  required  to  be  made  in  the  whole 
piece  of  the  ikbric  which  is  intended  to  be  woven  for  one  warp ; 
and  when  the  required  length  of  yarns  is  wound  on,  the  successive 
coils  made  by  each  yarn  will  cover  up  the  space  allotted  for  it  on 
the  breadth  of  the  cylinder,  so  as  to  join  to  the  space  allotted  for  the 
next  yarn,  whereby  the  whole  sur&ce  of  the  cylinder  wiD  be  cov- 
ered with  coils ;  which  being  done,  the  ends  of  the  yarns  are  cut 
ofifand  secured  to  the  oiled  doth  covering  of  the  cylinder  with  pins, 
and  then  those  yams  are  ready  to  receive  the  party-colours  from  the 
printing  rulers  or  sticks,  in  the  manner  herein  before  described; 
and  it  only  remains  to  explain  how  the  proper  order  of  succession 
of  colours  is  determined  by  aid  of  the  design  paper,  Fig.  Ill,  viz. 
The  cylinder  is  turned  round  until  the  division  1  of  the  tape  t  /, 
(Fig.  113)  around  its  circumference  is  brought  to  an  index  mark, 
which  is  made  on  any  suitable  part  of  the  fixed  frame  for  that  pur- 
pose, and  the  cylinder  is  fastened  there  by  means  of  a  stop  x,  Fig. 
112,  which  is  jointed  to  the  fixed  frame  at  one  end,  and  the  other 
end  formed  with  a  sharp  hooked  point  to  stick  into  the  wood  of  the 
cylinder.  This  being  done,  the  printer  refers  to  the  design  paper, 
Fig.  Ill,  and  finding  that  the  four  first  sets  of  yams  at  the  border 
of  the  warp  do  not  require  to  be  party-coloured,  he  proceeds  to  the 
number  6  along  the  top  margin  thereof,  and  finds  thereby  that  the 

30 
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six  yarns  which  he  is  going  to  colour  will  be  the  fiflh  set  in  the  in- 
tended warp,  reckoning  from  the  border  of  the  warp,  then  proceed- 
ing downwards  under  that  number  5,  he  finds  the  first  coloured 
square  in  the  pattern  is  number  22  down  the  margin,  and  also  that 
the  said  square  22  is  painted  green,  therefore,  he  knows  he  is  to 
take  a  printing  ruler  furnished  with  green  colour,  and  laying  that 
ruler  upon  the  shelf  F,  he  presses  it  towards  the  cylinder  and  makes 
the  first  impression  across  the  yarns  upon  the  cylinder.  He  then 
turns  the  cylinder  round  to  division  23,  and  looking  to  square  num- 
ber 23  down  the  margin  of  his  design  paper,  (still  under  number  5 
at  top,)  he  finds  that  square  to  be  also  green,  and  therefore  he  knows 
that  he  is  to  make  another  impression  with  the  same  printing  stick, 
after  refurnishing  4t  with  green  colour ;  after  which  he  turns  the 
cylinder  round  to  division  24,  and  by  reference  to  his  design  paper, 
he  finds  it  again  to  indicate  another  impression  of  green  colour,  and 
after  that  another  repetition  thereof,  at  division  25. 

These  four  being  done,  he  finds  by  referring  to  his  design  paper 
and  proceeding  downwards  (still  under  number  5  at  top)  that  no 
more  party-colours  are  required  on  the  fifth  set  of  yarns  until  the 
4Sth  square,  which  is  a  light  blue  colour ;  therefore,  he  turns  the 
cyUnder  round,  forward  as  far  as  its  48th  division,  and  fastening  it 
there  makes  an  impression  with  a  ruler  furnished  with  a  light  blue 
colour,  which  being  done,  another  reference  to  his  design  paper 
shows  him,  that  he  must  again  turn  the  cylinder  forward  to  its  53d 
division,  and  there  apply  an  impression  in  dark  blue  colour ;  and, 
lastly,  that  he  must  again  turn  the  cylinder  forward  to  its  5Sth  di- 
vision, and  there  apply  a  green  impression  ;  after  which  the  said 
fifth  set  of  yarns,  then  wound  on  the  cylinder,  will  be  completed 
and  rendered  party-coloured  at  every  part  of  their  length  where  the 
pattern  requires  them  to  be  so  coloured,  unless  the  cylinder  is  so 
large  as  to  require  the  pattern  to  be  repeated  twice  or  thrice  in 
going  round  it,  in  which  case  he  repeats  the  operation  accordingly. 
And,  note,  if  the  yarns  have  not  been  previously  dyed,  as  herein- 
before mentioned,  with  an  uniform  colour,  proper  for  the  intended 
ground  on  which  the  pattern  is  to  be  represented,  then,  (unless  the 
ground  is  to  be  white,)  the  ground  colour  must  be  applied  to  the 
yams  by  making  successive  impressions  thereon  with  a  printing 
ruler  furnished  with  the  said  ground  colour,  making  such  an  im- 
pression whenever  the  cylinder  is  detained  at  one  of  its  divisions, 
whereof  the  number  corresponds  to  the  number  of  the  squares  in 
the  pattern  paper,  (beneath  number  5  at  top,)  which  squares  are 
there  filled  with  the  said  ground  colour,  viz.,  the  squares  numbered 
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1  to  21,  in  Fig  111,  and  then  the  squares  numbered  26  to  47,  and 
49  to  52,  54  to  57,  and  59  to  72.  And,  note,  when  the  design 
paper  indicates  that  impressions  of  the  same  colour  are  to  be  re- 
peated in  succession,  those  repetitions  may  be  expedited  by  using 
printing  rulers  of  double  or  treble  the  usual  breadth  of  one  division 
on  the  circumference  of  the  cylinder.  The  fifth  set  of  yarns  (con- 
sisting, in  this  instance,  of  6  yarns  in  number)  being  now  rendered 
party-coloured,  the  moveable  portions  H  H  of  the  circumference  of 
the  cylinder  are  folded  inwards,  in  the  manner  represented  in  Figs. 
114  and  115,  and  as  before  described,  in  order  to  slacken  and  set 
the  yarns  loose  thereon ;  and  then  tl^e  oiled  cloth  cover  with  the 
yarns  upon  it  is  removed  from  the  cirfnmference  of  the  cylinder, 
which  is  immediately  put  together  again,  an9  another  clean  oil 
cloth  is  applied  thereon,  in  readiness,  for  receiving  the  next  set  of 
yarns  which  are  to  be  rendered  party-coloured,  according  to  the  order 
of  succession  which  is  indicated  by  tracing  the  design  paper  Fig. 
Ill,  from  the  square  numbered  6  at  top  downwards  through  all  the 
squares  beneath  the  same.  Each  set  of  yarns  which  is  removed 
from  the  cylinder  along  with  the  oil  cloth  covering  thereof,  as  be- 
fore mentioned,  is  kept  extended  over  two  sticks  until  the  colours 
become  dry,  and  then  the  yarns  are  made  up  into  a  large  hank  or 
bundle,  and  submitted  to  steam  by  the  usual  process  of  steam  print- 
ing, in  order  to  fix  the  colours,  and  the  yarns  are  then  washed  in 
water,  to  remove  the  gum  or  paste  with  which  the  colours  were 
mixed  up,  and  after  being  dried,  the  yarns  are  wound  ofi'upon  bob- 
bins in  readiness  for  forming  them  into  a  warp  for  the  loom.  In 
forming  which  warp,  each  set  of  party-coloured  yarns  must  take 
their  proper  place  in  the  breadth  of  the  warp  for  which  they  were 
originally  intended  when  they  were  coloured  with  the  succession  of 
colours  which  is  indicated  by  the  design  paper.  In  forming  the  warp 
by  drawing  off  the  yarns  from  the  said  bobbins,  it  may  either  be 
beamed  on  the  yarn  roller  of  the  loom,  or  the  yarns  may  proceed 
at  once  from  their  bobbins  to  the  loom,  to  be  drawn  off  there-firom, 
as  fast  as  the  operation  of  weaving  requires. 

Respecting  the  weaving  of  figured  fabrics  out  of  yarns  which 
have  been  rendered  party  coloured,  suitably  for  that  purpose,  by 
Wh3rtock's  method,  hereinbefore  described,  it  is  only  necessary  to 
remark,  that  the  loom  may  be  such  as  is  commonly  used  for  plain 
weaving,  without  any  of  the  apparatus  required  for  figure  weaving, 
and  the  manipulations  may  be  the  same  as  those  for  plain  weaving 
of  the  like  fiibrics  to  those  on  which  it  is  intended  to  produce 
figured  patterns  by  using  party  cobured  yams.    And,  on  this  head, 
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it  only  remains  to  explain  a  precautionary  measure  which  is  used 
during  the  progiess  of  the  weaving,  to  ensure  that  all  the  several 
yarns  of  the  warp  shall  preserve  their  proper  relative  positions  in 
the  direction  of  their  length,  without  any  alteration  thereof,  during 
the  weaving,  from  one  end  of  the  piece  to  the  other,  viz.  In  ap- 
plying the  colour  to  each  set  of  yams,  either  the  first  or  the  last  of 
the  impressions,  which  is  made,  when  the  cylinder  stands  at  its 
division  1,  must  be  of  such  a  decided  character,  that  its  place  on 
every  yarn  can  always  be  distinguished  with  certainty ;  or,  a  nar- 
row black  impression  may  be  made  across  every  set  of  the  yarns, 
when  tlie  cylinder  stands  at  its  division  1,  as  a  common  starting 
place  for  all  the  yams,  andliDr  all  the  sets  of  yarns ;  which  decided 
impression,  or  narrow  black  impresnoo,  in  consequence  of  the  cir- 
cumvolutions which  the  yarns  make  around  the  cylinder,  will  be 
repeated  at  every  place  along  the  length  of  each  yarn,  where  the 
repetitions  of  the  pattern  *are  intended  to  begin  and  to  end.  In 
short,  when  the  party  coloured  yams  are  afterwards  formed  into  a 
warp,  the  said  marks  will  indicate  the  junciwns  of  the  successive 
repetitions  of  the  pattern ;  and  if  the  yarns  aie  all  adjusted  so  that 
those  marks  on  each  yam  will  range  in  a  straight  line,  square 
across  thp  breadth  of  the  warp,  thsa  a  correct  pattern  will  be 
formed  by  the  party  colours  of  the  yams ;  and  all  the  precaution 
that  is  required  during  the  progress  of  the  weaving,  is  to  keep  all 
the  yams  so  adjusted  in  length,  that  all  others  of  the  said  marks, 
at  every  sueceeding  repetition  of  the  pattern,  shall  continue  to  range 
in  straight  lines,  and  square  across.  To  ensure  this  condition,  a 
clamp,  similar  to  that  represented  in  Fig.  110  is  used,  which  is 
composed  at  two  straight  rulers  W  X,  united  by  screws  v,  v,  which 
draw  the  edges  of  the  two  rulers  W  X  together,  and  their  adjacent 
edges  are  covered  with  cloth.  This  clamp  is  applied  across  the 
warp,  with  one  of  its  rulers  above  the  yams  and  the  other  below 
them,  near  to  the  place  where  the  said  marks  must  range  in  a 
straight  line,  square  across  the  warp,  and  there  the  clamp  is  fiist* 
ened  by  its  screws  v,  v,  so  as  to  hold  all  the  yarns  faai  between  the 
edges  of  its  two  rulers  W  X,  in  order  to  confine  them  to  their  rela- 
tive positions  end  ways  in  respect  to  each  oth^.  As  the  weaving 
proceeds,  the  clamp  Pig.  110  advances  abng  with  the  yarn ;  and 
when  the  length  of  the  pattern  has  been  woven,  the  weaving  must 
be  suspended,  whilst  the  screws  v, «,  of  the  clamp  are  loosened,  to 
set  it  free  on  the  yarns,  and  it  is  then  taken  back  along  with  them, 
to  the  next  succeeding  marks ;  and,  if  those  marks  do  not  range  in 
a  straight  Une,  and  square  across  the  warp  as  they  ought  to  do^ 
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those  yarns  which  are  too  forward  must  be  pulled  back  or  stretched 
until  the  marks  are  made  to  range,  and  then  the  clamp  is  to  be 
again  screwed  fast  on  the  yarns,  to  confine  them  in  their  true 
relative  positions,  whilst  another  length  of  pattern  is  woven ;  after 
which  the  clamp  is  again  shifted  to  the  next  succeeding  set  of 
marks  and  so  on  until  the  weaving  of  the  whole  piece  is  completed. 
This  method  of  working  with  the  clamp  Fig.  110  during  the  pro- 
gress of  the  weaving,  is  only  requisite  in  case  the  jrams  are  drawn 
off  at  once  firom  the  bobbins  to  form  the  warp  in  the  loom  as  the 
weaving  goes  on,  without  using  a  yam  beam  to  the  loom :  but,  if 
the  warp  is  formed  and  gathered  on  a  yam  beam  by  a  previous 
operation  to  the  weaving,  then  the  clamp  Fig.  110  must  be  used  in 
the  manner  above  described  during  the  operatibn  of  beaming,  but 
it  will  not  be  afterwards  required  during  the  weaving  of  the  warp 
which  has  been  so  formed  from  the  yarn  beam. 

Note.  It  has  been,  by  way  of  example,  stated  that  the  design, 
Fig.  Ill,  contains  72  squares  in  length,  and  that  the  circumference 
of  the  cylinder  is  to  be  divided  also  into  72  parts ;  but  this  supposes 
a  pattern  of  small  extent,  and  a  small  cylinder.  A  large  pattern 
would  require  a  large  cylinder,  but  on  a  large  cylinder  a  small  pat- 
tern might  be  repeated  two,  three,  or  more  times.  The.  cylinders 
which  the  inventor  uses  in  rendering  yams  party  coloured  for  a  vel- 
vet pile  carpet,  are  6  yards  in  circumference ;  but  he  finds  it  prefera- 
ble to  divide  the  circumference  into  144  parts,  and  then  144  succes- 
sive impressions  of  the  printing  rulers  will  be  required  to  go  all  round 
the  circumference :  in  which  case  a  small  pattern  of  72  squares  in 
length,  like  that  in  Fig.  Ill,  would  require  to  be  repeated  twice  over, 
in  applying  the  party  colours  to  each  set  of  the  yams,  after  the 
manner  hereinbefore  described,  before  the  impressions  would  reach 
all  round  the  circumference  of  the  cylinder.  Note  also,  that 
the  operation  hereinbefore  described,  of  rendering  the  yams  party 
coloured,  may  be  expedited  in  case  the  pattern  is  of  such  a  na^ 
ture  that  it  will  admit  of  being  divided  or  split  down  by  a 
central  line,  along  the  middle  of  the  breadth  of  the  piece,  into 
halves,  and  that  the  pattem  on  each  of  those  two  halves  will  be 
precisely  similar  side  by  side,  except  being  the  reverse  one  to  the 
other,  as  the  pattem  would  be  to  its  reflection  in  a  looking  glass. 
In  such  case  twice  as  many  yarns  may  be  applied  at  once  upon  the 
cylinder,  as  would  be  appUed  for  a  single  pattem,  in  the  manner 
hereinbefore  described,  the  width  of  the  cylinder  being  suitably  pro- 
portioned ;  and  after  the  double  set  of  yarns  have  been  rendered 
party  coloured,  one  half  of  them  is  taken  in  the  operation  of  warp- 
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ing  and  weaving  to  the  left  hand  of  the  centre  of  the  breadth  of 
the  warp,  and  the  other  to  the  right ;  and  in  like  manner  for  pat- 
terns which  are  to  repeat  three  or  more  times  side  by  side  in  the 
breadth  of  the  intended  fabric.  For  instance,  if  the  iiibric  which 
is  to  be  woven  to  exhibit  the  pattern,  Fig.  Ill,  be  made  double  the 
width  hereinbefore  supposed,  in  order  to  contain  two  figured 
patterns,  such  as  Fig.  Ill,  but  reversed  to  each  other,  and 
disposed  side  by  side  in  the  breadth  of  the  fabric,  then,  the 
warp  for  such  a  fabric  would  contain  86  sets  of  yarns  of  6  each, 
616  yarns  in  the  whole  warp.  In  this  case  a  double  set  con- 
taining 12  yarns  may  be  wound  on  the  cy Under  at  once,  in  order 
that  all  those  12  yams  may  be  coloured  together,  and  after  being 
so  coloured  and  finished  ready  for  forming  into  a  warp,  the  12  yarns 
are  to  be  separated  into  2  sets  of  6  yarns  each,  and  one  of  those  sets 
is  used  for  the  right  hand  half  breadth  of  the  piece,  and  the  other  set 
for  the  left  hand  breadth  thereof.  But  whether  thtf  whole  pattern 
be  repeated  in  reverse  or  not,  any  repetition  side  by  side  which  con- 
tinues through  all  the  length  of  the  pattern  will  afford  the  opportu- 
nity of  colouring  an  increased  number  of  threads  at  once. 

The  colouring  will  in  all  cases  be  better  performed  when  the  coils 
of  yams  around  the  circumference  of  the  cylinder  are  laid  close  side 
by'  side,  without  either  crowding  each  other  or  leaving  intervals  be- 
tween the  yarns ;  therefore,  the  pulley  0,  on  the  end  of  the  screw 
ddj  (see  Fig.  106)  should  be  properly  adapted  to  the  size  of  the 
large  pulley  g,  (see  Fig.  112)  on  the  end  of  the  axis  D  of  the  cylin- 
der A  A,  according  to  the  fineness  of  the  threads  of  the  screw  d  d, 
in  order  that  the  screw  may  be  turned  with  such  a  speed  in  respect 
to  the  speed  of  the  cylinder,  that  the  screw  will  carry  the  conductor 
G  G  (see  Figs.  107,  108,  and  109)  across  the  width  of  the  cylinder, 
or  any  portion  thereof,  at  a  proper  rate  of  progress  to  lay  the  succes- 
sive convolutions  of  the  yarns  properly  side  by  side  around  the  cir- 
cumference of  the  cylinder ;  therefore,  when  a  coarser  sort  of  yams 
are  to  be  wound  on,  a  smaller  pulley  e,  must  be  applied  on  the  screw 
dd^XjQ  turn  it  quicker,  and  give  tHS  conductor  G  G  a  more  rapid 
progression ;  and,  vice  versa,  when  a  finer  sort  of  yams  are  to  be 
wound  on,  a  larger  pulley  e,  must  be  fixed  on  the  end  of  the  screw 
to  turn  it  slower.*  The  number  of  yarns  to  be  wound  about  tlie 
cylinder  at  once  varies,  for  the  reasons  herein  before  stated,  and  also 


*  The  pulleys  €,  and  g^  being  on  the  same  range  in  Fig.  113,  would  appear 
to  constitute  only  one  pulley;  but  the  reader,  on  referring  to  Fig.  112  will 
easily  understand  their  relative  positions. 
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the  Qumber  of  convolutions  of  each  yarn  around  the  cylinder  varies 
according  to  the  size  of  the  cylinder,  and  to  the  length  of  the  yarns 
to  be  wound  around  it :  it  is  necessary  to  adapt  the  machinery  to 
those  changes,  for  which  purpose  the  wire  eyes  jzr,  which  are  stuck 
into  the  two  wooden  rails  R  S  of  the  conductor  G  G,  (see  Figs.  106, 
107  and  108)  and  the  loops  m  m,  which  guide  the  yams,  may  be 
very  numerous  in  a  row,  and  the  yams  may  be  conducted  through 
those  eyes  which  suit  best. 

In  order  to  preserve  as  much  as  possible  the  form  and  regularity 
of  the  several  coils  made  by  each  yam  and  set  of  yams,  around  the 
cylinder,  after  they  are  taken  off  therefrom,  and  during  the  processes 
of  steaming  and  washing  them,  as  aforesaid,  it  is  proper  to  pass  a 
small  cord  of  worsted  amongst  the  convolutions,  under  and  over 
them  altemately,  tying  its  ends  together.  This  interlacing  of  a  cord 
across  the  several  coils  may  be  applied  at  two  different  places  of  each 
set  of  coils,  before  they  are  taken  off  from  the  cylinder,  and  it  will 
fecilitate  the  winding  afterwards  upon  bobbins,  as  it  will  preserve 
the  yams  from  entanglement. 

In  rendering  the  yams  party-coloured  for  Turkey  carpets,  they 
must  be  coloured  by  the  same  method  herein  before  described,  but 
with  the  order  of  succession  of  colours  according  to  the  horizontal 
rows  of  squares  across  the  design  paper,  instead  of  according  to  the 
perpendicular  rows  of  squares  thereon ;  because  the  figures  or  pat- 
terns on  Turkey  carpets  are  not  formed  as  in  the  other  fabrics  herein 
before  mentioned,  by  gathering  up  the  warp  threads,  but  by  loop- 
ing and  knotting  in  detached  tufts  upon  the  ground  warp.  In  the 
ordinary  mode  of  fabricating  such  carpets,  different  individuals  are 
generally  employed  on  one  piece  of  carpet,  each  of  them  having  cer- 
tain portions  allotted  to  him,  and  which  he  is  to  fill  with  tufts.  In 
using  the  party-coloured  yams  for  these  tufts,  the  portions  given  to 
each  of  the  workers  must  be  coloured,  so  as  to  correspond  to  the 
part  of  the  figure  he  is  to  work,  or  if  the  jram  has  been  coloured  for 
a  very  extensive  pattern,  each  long  yam  might  be  divided  into 
equal  [K>rtions,  and  distributed  ^mongst  the  number  of  hands  to  be 
employed,  whereby  there  would  be  less  risk  of  mistakes  than  in  the 
ordinary  method  :  the  tuft  with  which  one  person  would  leave  off 
would  answer  to  the  commencing  colour  of  the  next  portion. 

Having  explained  and  set  forth,  by  suitable  drawings  and  des- 
cription, the  nature  and  objects  of  Mr.  Whytock's  invention  and 
the  manner  of  carrying  the  same*into  effect,  we  shall  now  proceed 
to  describe  some  alterations  made  upon  it  by  a  relation  of  ours,  Mr. 
Edward  Henshall,  carpet  manufacturer,  Huddersfield,  England. 
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The  reader  wilL  indeed,  pereeive,  that  Whytock's  description  ooven 
most  of  the  ground  claimed  by  Henshall,  but,  nevertheless,  there 
are  some  features  of  novelty  or  difference  in  the  latter  individual's 
arrangements  worthy  of  attention ;  and  from  this  consideration  we 
have  been  led  to  make  proper  drawings*  of  his  machinery  while  in 
€u:tual  operation ;  in  which  undertaking  we  have  been  at  much 
trouble  and  expense  ;  however,  we  will  not  grudge  all  that  we  have 
thus  sacrificed,  if  by  any  means  the  machinery  and  processes  of 
Whytock  and  Henshall  shall  be  so  amalgamated  as  to  enable  some 
of  our  brethren  to  supersede  the  present  tedious  system  of  manufac- 
turing carpets.  If  even  25  or  30  yards  of  Brussels,  velvet  pile, 
or  the  Whytock  carpet  could  be  woven  in  one  power  loom  per  day, 
of  10  working  hours,  we  think  the  M  method  might  then  be  con* 
sidered  as  on  the  high  road  to  Texas ;  and  after  its  disappearance 
firom  all  civilized  society,  the  parties  who  survived  the  grand  catastro- 
phe (particularly  if  high-tarif-men)  would,  no  doubt,  make  mag* 
nificent  fortunes. 

HenshalPs  improvements  in  manufacturing  carpets,  and  hearth 
rugs,  consist.  Firstly. — In  the  af^lication  and  use  of  a  pecuUar  and 
novel  arrangement  of  apparatus,  designed  for  the  purpose  of  wind- 
ing the  threads  of  yarns  which  are  to  constitute  the  warp  threads 
of  Brussels,  Wilton,  velvet,  or  velvet  piled,  or  other  similar  carpets 
and  hearth-rugs,  firom  separate  hanks  of  yam,  and  laying  two, 
three,  or  more  threads,  side  by  side,  as  if  in  tapes  or  bands  upon 
(me  bobbin,  and  thus  preparing  the  threads  for  a  two  or  three-thread 
warp,  before  they  are  placed  ii^the  loom  for  weaving,  (same  as  in 
Whytock's.) 

Secondly. — ^The  invention  consists  in  an  improved  ccmstnicticMi 
of  apparatus,  and  a  novel  mode  of  operation,  as  well  as  the  pecu- 
liar arrangement  of  the  yams  which  are  to  constitute  warp  threads, 
whereby,  spots,  squares,  or  stripes,  may  be  printed  upon  a  flat  sur- 
face or  table,  by  means  of  an  ordinary  block  or  type  printing  appa- 
ratus, in  different  colours,  across  a  collection  or  number  of  yarns  ot 
threads  so  arranged,  that  they  maj,  after  being  so  printed  upon 
the  table,  be  wound  again  upon  a  reel  into  hanks,  and  taken  off 
the  reel,  and  removed  to  be  steamed,  washed,  and  dried,  in  order  to 
clear,  raise,  or  fix  the  colours,  as  in  the  ordinary  process  of  printing 
woollen  yarns. 

It  must  be  observed,  that  each  spot,  square,  or  stripe,  may  be 
printed  or  stamped  of  any  breadth  of  the  block,  or  length  of  the 
threads  or  yarns,  according  to  the  pattern  required,  as  the  portion 
*  This  we  did  in  August  1840. 
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of  the  yam  so  printed  or  stamped  is  intended  to  form  one  or  more 
loops  of  the  fietbric,  when  thrown  up  by  the  weaving ;  that  is  to  say, 
if  two  or  more  loops,  in  succession,  are  required  to  be  of  the  same 
colour,  to  form  the  pattern  of  the  carpet,  the  threads  or  yams  must 
be  printed  or  coloured  at  once,  over  a  sufficient  space  of  the  length, 
to  form  these  two  or  more  loops ;  this  may  be  done  with  a  block  or 
type  of  the  required  breadth  or  length  for  two  or  more  loops  in  the 
cloth,  hereafter  more  particularly  explained.  (See  Fig.  Ill  and  its 
explanation.) 

The  object  of  this  part  of  die  invention,  is  to  operate  upon  a 
greater  number  of  threads  or  yams,  and  produce  the  printed,  or 
stamped,  spotted,  or  striped  yams,  direct  from  the  bobbins ;  and 
after  printing  or  colouring,  to  wind  them  at  once  direct  from  the 
printing  taUe  into  separate  hanks,  all  of  which  is  done  at  one  ope- 
ration. These  warps,  when  subsequently  arranged,  form  the  warps 
of  as  many  carpets,  or  hearth-rugs,  in  contra-distinction  to  printing, 
stamping,  or  colouring  the  yams  collectively,  when  arrang^  in  the 
form  of  a  warp,  with  a  pattem  or  device  complete  upon  the  sur- 
face of  such  warp,  and  ready  to  be  woven  in  the  loom,  as  hitherto 
practised  under  the  patented  inventions  of  Messrs.  Woodcroft, 
Schwabe,  Whytock,  and  Whytock  and  Clink ;  the  first  two  per- 
sons printing  or  dyeing  the  intended  pattern  or  device  complete  upon 
the  perfect  or  arranged  warp,  either  before  or  after  beaming ;  and 
the  ktter,  either  printing  on  yams,  wound  on  a  cylinder,  ox  producing 
the  colours  by  dyeing  the  said  yarns. 

When  the  threads  or  yams  have  been  so  printed,  they  are  pro- 
perly arranged,  as  hereafter  described,  in  order  to  form  the  warp 
threads  of  the  carpets  and  hearth-rugs ;  they  are  then  woven  in  an 
ordinary  carpet  loom.  This  part  of  the  invention  also  comprises  the 
arrangement  of  the  threads,  and  apparatus  connected  therewith. 

Thirdly. — ^These  alterations  on  Whytock's  plans  consist  of  an 
arrangement  of  machinery,  by  means  of  which,  the  warp,  yarn,  or 
threads,  or  warp  throughout  its  whole  length,  can  be  woven  into  a 
slight  gauze-work,  having  weft^hreads  put  in  at  distances  of  about 
an  inch  asunder ;  and  this  is  done  during  the  operation  of  beaming 
the  warp  direct  from  the  bobbins. 

After  the  waip-yam  has  been  thus  prepared,  patterns  or  designs 
may  be  printed  upon  its  sur&ce,  in  the  ordinary  manner  of  block 
printing. 

In  printing  the  gauze,  the  pattern-blocks  must  be  elongated  when 
intended  for  Brussels  or  similar  carpets  or  hearth-rags,  as  before 
named ;  and  this  is  accomplished  by  providing  the  block,  upoo 

31 
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which  the  pattern  is  wrought,  about  three-fifths  longer  than  the 
finished  pattern  will  require,  when  the  cloth  is  completed,  as  the 
operation  of  weaving  will  weave,  or  loop  up,  the  extra  three-fifths 
of  printed  gauze.  The  gauze,  when  printed,  is  removed  to  be 
steamed,  washed,  and  dried,  in  the  ordinary  manner  of  wodlen 
printing ;  after  which,  it  is  re-beamed,  and  woven  in  an  ordinary 
plain  carpet  loom,  the  preparatory  weft  threads  of  the  gauze,  being 
removed  as  the  cloth  b  woven. 

Fourthly. — The  improvements  consist  in  weaving,  in  a  common 
simple  loom,  Brussels  or  similar  carpets,  or  looped  fabrics,  as  Wil- 
ton or  velvet  piled  carpets  and  hearth-rugs,  plain,  either  in  white  or 
grey  yam,  or  any  colour,  intended  as  the  ground  of  the  pattern ; 
and  afterwards  printing  upon  the  said  plain  goods,  any  pattern  or 
device,  in  the  ordinary  manner  of  block  or  machine  printing,  the 
colour  parts  of  which  may  be  raised,  washed,  and  dried  in  the  usual 
way.  The  carpet  is  then  distended,  and  the  back  stiffened  with 
size  or  other  suitable  matter,  as  may  be  found  requisite. 

FigUG 
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Fig.  117. 


Fig.  116  represents  a  front  elevation  of  an  improved  winding  ap- 
paratus, constituting  the  first  part  of  the  improvements ;  Fig.  117  is 
an  end  view ;  and  Fig.  1 1 8  is  a  plan  or  horizontal  view  of  the  same,  # 
as  seen  from  above.  These  Figs,  will  be  sufficient  to  illustrate  two 
methods  of  carrying  this  part  of  the  invention  into  effect,  viz. 
doubling  from  hanks,  or  skeins,  or  separate  bobbins,  as  one  side  of 
the  frame  is  represented  having  the  hanks  or  skeins,  and  the  other 
the  bobbins. 

The  machine  consists  of  a  slight  frame  a,  a,  a,  the  upper  part  of  nr 
which  supports  the  reels  6,  b,  b,  (see  Figs.  116  and  117)  containing 
the  hanks  of  yam  c,  c,  c.  The  lower  part  of  the  framing  supports 
the  driving  shaft  d,  d,  (see  Figs.  116  and  118)  upon  which  is  keyed 
the  pulley  e',  to  which  driving  power  is  to  be  applied.  Upon  this 
shaft  d,  a  series  of  wooden  drums/,/,/,  are  also  mounted,  which 
revdve  with  it  and  drive,  by  friction  of  contact,  the  bobbins  g,g 
and  7/»,  m. 
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The  yams  or  threads  being  taken  separately  from  the  hanks 
c,  c,  c,  two,  three,  or  more  of  them  are  brought  together,  and  passed 
through  the  eyes  A,  in  the  stationary  guide-rail  i,  i  ;  thence  through 
the  eyes  or  hooks  A*,  A*,  on  the  traversing  guide-rail  i*,  i*,  (see  Figs. 
116  and  117.)  These  threads  are  then  wound  upon  one  of  the 
bobbins  gy  side  by  side,  so  that  the  two,  three,  or  more,  will  readily 
unwind  from  the  bobbins,  at  the  same  speed,  and  thus  always  pre- 
serve an  uniformity,  in  length  and  tension. 

The  guide-raUs  i*,  are  traversed  to  and  fro,  in  order  to  lay  the 
yam  evenly  upon  the  sur&ces  of  the  bobbins,  by  means  of  the  lever 
A:,  being  moved  by  the  heart  or  excentric  motion  2,  (see  Figs.  116 
and  117)  geared  with  the  other  end  of  the  driving  shaft. 

It  will  be  observed,  by  the  drawing,  that  a  similar  arrangement 
is  represented  i^n  the  other  side  of  the  machine,  except  that  the 
three  threads  are  being  wound  together  upon  the  bobbin  m^  from  off 
bobbins  n,  n,  (see  Figs.  117  and  118)  instead  of  the  reels  6,  i,  or^ 
hanks  c,  c,  c. 

K^8 


The  apparatus  necessary  to  perform  the  second  part  of  the  im- 
provements, namdly,  the  arranging,  printing,  or  stamping,  and  reel* 
ing  of  the  threads  or  yams,  intended  to  be  woven  into  carpets  or 
rugs,  is  shewn  in  longitudinal  elevation  at  Fig.  119. 

Any  number  of  bobbins  containing  the  yams,  are  plac^  at  aS  a', 
upon  spindles  mounted  (either  vertically  or  in  any  other  manner)  in 
the  boards  b\  as  a  creel,  the  yarns  from  which  are  passed  between 
the  friction  guide  roUers  c*,  c*,  and  one,  two,  or  mwe  threads  (ao 
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cording  to  the  quality  of  the  carpet  required)  are  drawn  through 
each  space  of  the  wires  in  the  sley  or  reed  0  ;  say  ten  or  twenty  of 
such  threads  are  passed  through  the  reed,  side  by  side,  and  form  a 
band ;  a  space  or  blank,  of  about  the  same  width  as  the  band  of 
yams,  is  then  left  in  the  reed ;  and  again,  a  similar  number  of 
threads  and  spaces  are  left  alternately,  until  the  reed  is  filled.  The 
ends  of  all  the  threads  are  then  to  be  confined  in  a  nipper  or  clasp 
g\  and  drawn  tightly  across  the  printing  or  stamping  table  A*.  The 
operation  of  ordinary  block-printing  or  stamping,  is  now  to  be  per- 
formed, which  must  be  governed  by  the  pattern  paper,  as  in  ordi- 
nary figure  weaving ;  spots,  stripes,  or  squares,  only,  are  to  be  printed 
or  stamped,  and  not  any  regular  fancy  pattern  or  device. 

It  will  be  necessary  to  have  an  ordinary  squared  or  plaid  pattern 
paper,  every  square  or  plaid  of  which  onrresponds  with  each  two  or 
.  three  threads  of  the  intended  carpet,  as  in  Fig.  Ill ;  and  after  the 
pattern,  to  be  produced,  has  been  carefully  coloured  upon  the  design 
or  ruled  paper,  by  examining  the  paper,  the  workman  or  printer 
must  be  governed  or  directed  in  printing  or  colouring  the  yam. 

Small  blocks  or  types,  the  breadth  of  the  band  of  threads,  and  the 
length  required  fw  one,  two,  or  more  loops  of  the  carpet,  when 
woven,  must  be  provided,  according  as  the  pattem  paper  directs,  and 
screwed  up  into  a  small  hand  block,  like  those  used  for  marking 
shirts ; — ^thus,  if  the  pattern  directs  one  loop  should  be  printed  or 
stamped  black,  one  type  or  block  must  be  placed  to  print  or  stamp 
it,  and  then  the  number  of  blanks  and  printing  types  which  fi>llow, 
are  added,  until  one  hand  block  of  a  convenient  length,  is  formed ; 
the  whole  being  screwed  together ;  or  a  jingle  block  may  be  used, 
taking  one  or  more  colours  from  a  party-coloured  sieve,  at  the  same 
dip,  and  applying  it  direct  to  the  yams. 

When  the  entire  bands  or  lengths  of  the  warp  threads  have  been 
printed  or  stamped,  as  they  are  passed  over  the  table,  they  must  be 
each  distinguished  by  a  number  or  letter.*  After  the  length  of 
threads,  lying  at  one  time  upon  the  surfece  of  the  table  A',  A',  Fig. 
119,  has  been  printed  or  stamped,  the  nipper  or  clasp  g^',  is  to  be 
closed  on  to  the  threads  which  pass  over  the  table  A',  A*,  in  order  to 
remove  the  length  just  printed  and  allow  another  length  of  the  yams 
to  be  drawn  over  the  printing  table. 

The  printed  or  stamped  threads  are  hung  upon  wooden  rollers 
to  partially  dry  (as  shown  in  Fig.  119)  and  are  afterwards  com- 
pletely dried,  by  passing  over  the  heated  cylinder  V  ;  thence  they 

*  Instead  of  the  waymarks  or  hieroglyphics  used  by  Whytock. 
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proceed  over  guide  rails  m,  and  being  there  separated  by  upright 
wires,  are  wound  into  hanks  upon  the  reels  n  n. 

The  hanks  must  also  be  carefully  numbered,  when  taken  off 
the  reels,  each  hank  forming  only  one  warp  thread,  the  entire 
length  of  the  piece, — ^the  same  numbers  being  of  course  em- 
ployed, as  previously  marked  in  the  printing ;  they  may  then 
be  steamed,  washed  and  dried,  or  otherwise  treated,  as  in  woollen 
printing. 

When  these  hanks  are  required  to  form  the  warp  threads  of 
carpets  or  rugs,  they  are  to  be  wound  again  upon  bobbins,  which 
are  numbered  the  same  as  the  hanks.  The  bobbins  should  then 
be  taken  in  their  numbered  order,  and  in  sufficient  quantities  to 
make  a  full  warp,  as  we  have  already  explained  in  the  account  of 
Whytock's  carpet 

^  The  bobbins  a  a,  are  now  to  be  placed  upon  spindles  and  boards 
6',  as  just  described,  shown  in  Figs.  116,  117  and  120,  beginning 
with  thread  No.  1,  and  passing  it  through  the  first  space  of  the  sley 
or  reed  6,  and  so  on  for  the  entire  width  ;  then  the  full  warp  is  to 
be  beamed  on  the  roller  /'  /'  for  the  loom  (see  Fig.  121)  direct 
from  the  bobbins, — which  being  done,  the  beam  of  warp  may  be 
lemoved  to  a  common  plain  cloth  loom  (like  that  shown  in  Fig. 
120)  to  be  woven. 

Fig.  120. 


Figs.  121  and  122  represent  a  plan  and  side  view  of  a  slight 
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temporary  loom,  in  which  the  third  part  of  these  improvementB  it 
effected. 


Fiirl22 


A  similar  creel  of  bobbins  a*  a'  a*  to  those  before  described,  are 
placed  upon  the  boards  and  spindles  b^  i^  and  contain  the  warp 
threads,  either  single,  double,  or  treble,  according  to  the  quality  of 
the  intended  fabric ;  but,  instead  of  beaming  them  at  once  for  the 
loom,  they  are  passed  over  guide  or  friction  rollers  c*  c*  through  the 
headles  d*  d*  and  reed  or  sley  e,  (see  Figs.  121  and  122)  and  at 
every  inch  or  more  of  space,  a  weft  thread  o*  is  thrown,  in  order  to 
convert  the  warp  thread  or  yams  into  a  preparatory  gauze-work, 
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without  weaving  any  positive  or  permanent  fabric  or  cloth  ;  thus  a 
partial  weaving  is  effected  with  the  temporary  cross  threads  o*,  by 
means  of  the  headles  d^  d^  and  sley  e  ;  the  gauze  is  then  drawn 
off  the  beam/^/',  by  means  of  the  tooth  gearing  g^,  and  winch 
or  handle  h\  and  is  then  ready  for  printing.  (See  Figs.  120  and 
122.) 

MANUFACTURE   OP  CARPETS,  RUGS,  &c^  BY  CEMENTING 
A  NAP  OR  PILE  ON  PLAIN  CLOTH. 

A  method  of  manufocturing  carpets,  hearth-rugs  Sec.,  has  lately 
been  discovered,  which  differs  so  much  from  those  alre^y  described, 
and  at  the  same  time  possesses  so  much  merit,  that  we  think  our 
Work  would  be  incomplete,  without  giving  an  account  of  it.  This 
method  is,  indeed,  so  unUke  the  ordinary  modes  of  manufacturing 
carpets,  hearth-rugs  Sec.  that  it  cannot,  properly  speaking,  be  con- 
sidered under  the  head  of  any  branch  of  weaving  at  all ;  it  will, 
however,  be  interesting  to  both  weavers  and  manufacturers,  to  have 
a  full  explanation  of  it,  as  it  is  likely  to  supersede  many  of  their 
present  processes. 

This  remarkable  invention  attracted  considerable  notice  at  the 
time  of  its  first  introduction,  in  1S3S ;  and  several  machines  are 
now  in  operation,  upon  the  principle  of  it,  in  England  and  Belgium. 
We  have  made  the  annexed  drawings  and  description  from  a 
machine,  while  at  work  in  the  latter  country ;  and  hope  that  our 
efforts  may  prove  beneficial  to  many  of  our  friends. 

Fig.  123,  represents  a  perspective  view  of  a  machine  suitable  for 
carrying  out  the  first  part  of  the  invention,  a  a,  is  a  quadrangular 
firame  having  the  guides  b,  6,  afiixed  by  screws  or  other  suitable 
means,  allovmig  of  liieir  being  readily  removed  to  take  out  the  work. 

Fig.  123. 


32 
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The  frame  a,  a,  is  supported  by  the  legs  or  frame  c,  c.  On  the 
under  side  of  each  of  the  guides  is  a  groove  or  space  between  tlie 
guide  and  the  frame  a,  the  object  of  which  will  be  hereafter  fully 
explained,  d,  djis  a  roller  or  beam  (see  Figs.  123  and  125)  on 
which  is  warped  a  number  of  yams  or  threads  of  worsted,  wool, 
cotton,  silk,  or  other  fibrous  materials,  or  mixtures  thereof,  in  like 
manner  to  winding  or  beaming  a  warp  for  a  loom,  as  if  the  same 
were  to  be  woven  into  a  fabric,  in  the  ordinary  way  of  weaving 
with  warp  and  weft,  and  the  warp  beam  or  roller  d,  d,  is  weighted 
and  has  friction  cords  or  bands,  as  is  practised  in  looms  for  weaving, 
and  as  is  shown  in  the  drawing.  The  ends  of  the  warp  threads 
are  made  fast  to  the  front  rail  of  the  frame  a,  in  like  manner  to 
fastening  a  warp  to  the  cloth  roller  of  a  loom.  The  workman  then 
proceeds  to  work  in  the  following  manner ;  he  has  a  number  of 
strips  of  thin  metal,  such  as  copper,  zinc,  or  other  suitable  mate- 
^rial ;  the  strips  being  all  of  the  same  size  ;  and  are  to  be  in  width 
what  the  depth  of  the  desired  nap  is  to  be.  and  of  a  length  romo- 
what  greater  than  the  width  of  the  fabric  to  be  produced  in  the  ma- 
chine ;  the  frame  a,  (see  Fig.  123)  and  guides  i,  b,  are  to  have  a  space 
between  them  equal  to  the  width  of  the  intended  fabric  to  be  pro- 
duced. The  workman  first  places  one  of  the  strips  of  metal  under 
the  warp,  and  draws  it  up  to  the  end,  and  parallel  with  the  front  rail 
of  the  frame  a,  the  two  ends  of  the  strip  being  placed  under  the  guides 
6,  b,  by  which  they  are  prevented  rising  up ;  he  tha[i  places  the 
next  strip  edgeways  on  the  upper  surface  of  the  warp,  and  depresses 
the  warp  evenly  between  the  first  and  second  strip,  and  he  springs 
or  bends  the  second  strip  in  such  a  manner  as  to  allow  of  the  two 
ends  thereof  entering  into  the  grooves  formed  between  the  guides  b, 
bf  and  the  sides  of  the  frame  a.  He  then  places  another  strip  under 
the  warp,  and  raises  the  same  up  evenly  between  the  second  and 
third  strips,  and  he  bends  the  strip  in  such  a  manner  as  to  cause 
the  two  ends  to  enter  the  grooves  formed  between  the  guides  aod 
the  sides  of  the  frame  a,  and  then  straightens  the  strip  so  as  to  lay 
the  same  parallel  with  the  preceding  ones  ;  then  he  takes  a  fourth 
strip  and  places  it  on  the  upper  surface  of  the  warp,  and  depresses 
the  threads  thereof  evenly  between  the  third  and  fourth  strips,  and 
causes  the  ends  of  the  fourth  strip  to  enter  the  grooves  formed  be- 
tween the  guides  6,  b,  and  the  frame  a,  and  with  a  straight-edge  he 
presses  the  strips  up  evenly  from  time  to  time,  so  that  they  may 
each  be  kept  upright  on  their  edges  and  in  straight  lines  parallel  to 
each  other,  and  when  the  frame  a,  a,  is  full,  the  yarns  or  threads 
composing  the  warp  will  be  so  arranged  between  the  strips  of  metal 
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or  other  suitaUe  material,  as  to  pass  first  over,  then  under,  each 
succeeding  strip,  as  is  shown  in  Fig.  124. 

Fig.  134. 


The  warp  thus  arranged  should  have  a  smooth  surface  of  metal 
or  other  suitable  material  passed  over  and  pressed  on  the  upper  side 
in  order  to  lay  and  press  the  yarns  or  threads  down  evenly,  and 
also  to  cause  them  to  spread  out  in  such  manner  as  to  produce  a 
touching  of  the  fibres  throughout,  so  that  when  a  suitable  cement 
shall  be  placed  or  spread  thereon  and  dried,  the  whole  will  become 
one  sheet  of  fabric  when  the  strips  are  removed  by  cutting,  as  will 
be  hereafter  more  fully  explained.  The  cementing  material  used 
by  the  inventor  is  India-rubber  (caoutchouc ;)  but  other  materials, 
such  as  shellac,  may  be  employed  instead.  One  or  more  coats  of 
India-rubber,  or  other  cement,  is  to  be  spread  over  the  surface  of  the 
warp,  arranged  and  prepared  as  above  explained,  and  permitted  to 
dry,  and  in  this  condition  the  frame  a,  a,  may  be  turned  over,  and 
then,  by  a  sharp  knife  or  other  suitable  cutting  instrument,  the 
strips  may  be  successively  removed  by  cutting  the  yarn  from  side  to 
side  of  the  fabric,  in  like  manner  to  cutting  the  warp  when  weav- 
ing velvet,  or  Wilton  carpet ;  but  it  is  not  necessary  to  have  the 
strips  grooved,  as  is  the  case  with  the  wires  used  in  making  velvet, 
but  they  may  be  grooved,  if  it  is  desired  to  be  very  correct  in  the 
cutting.  The  fabric  thus  prepared  is  then  suitable  to  be  applied  to 
woven  textures  or  other  surfaces,  by  cementing  it  thereto,  but  it  is 
preferable  that  the  back  of  the  woven  fabric  should  be  cemented  on 
to  the  warp,  immediately  on  the  warp  or  pile  having  been  heated 
with  the  cement,  and  before  cutting  out  the  strips  of  metal  (as 
shown  in  Figs.  123  and  124)  or  other  suitable  material  employed, 
and  this  may  be  performed  by  having  first  spread  a  layer  of  the 
cement  on  the  warp,  and  another  on  to  the  fabric  which  is  to  con- 
stitute the  back,  and  then  bring  the  two  cemented  surfaces  together 
and  press  them  well ;  and  if  the  surfaces  be  extensive  the  pressure 
may  be  conveniently  performed  by  means  of  a  smooth  iron  roller 
passed  over  the  upper  surfieice,  such  roller  being  made  hollow,  may 
•  be  heated  with  an  iron  heater.  In  case  it  be  required  to  make  car- 
pets, or  rugs,  or  other  fabrics,  with  patterns,  then  it  will  be  desirable 
to  print  the  yarns  or  threads  in  the  warp,  but  each  pattern  in  the 
printing  must  be  so  lengthened  as  to  allow  of  the  bending  up  of  the 
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yarn,  ani  the  colours  used  roust  well  penetrate  the  warp  (see  Why- 
tock's  and  Henshall's  methods.)  Fig.  126 


Rg.  186.  

Fig.  197. 


shown  another  arrangement  of  machinery  for  performing  a  like 
operation  of  bending  lengths  of  threads  or  yams  to  that  above 
described ;  the  only  difference  being  that  the  frame  a,  and  guides  6, 
are  formed  into  a  cylinder,  and  this  machine  requires  that  the  fabric 
when  produced  should  be  unwound  before  the  cutting  put  of  the 
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Strips :  in  other  respects  the  description  above  given,  aided  by  the 
drawings,  will  be  sufficient,  the  same  letters  indicating  similar  parts 
in  this  machine  as  were  used  in  Fig.  123.  And  it  will  be  seen 
that  the  cylinder  a,  a,  has  an  axis  with  suitable  bearings  at  each 
end,  in  order  that  it  may  be  turned  round  by  the  workman  as  he 
proceeds  with  his  work.  Another  means  of  performing  this  opera- 
tion of  bending  a  number  of  threads  or  jrarns  (in  such  manner  that 
each  portion  of  thread  or  yarn  when  cut  shall  be  cemented  at  a 
point  or  part  intermediate  of  its  length,  and  the  two  ends  thereof 
rise  to  the  surface  and  form  the  warp  of  the  fabric,)  may  be  em- 
ployed in  the  following  manner ;  in  place  of  warping  the  threads 
or  yarns  oo  a  roller  or  beam,  as  above  explained,  and  then  bending 
the  warp  over  and  under  a  series  of  thin  strips  of  metal,  as  in  Figs. 
123  and  124,  the  strips  may  have  thread  or  yarn  wound  spirally 
around  them,  as  is  shown  at  Fig.  126,  and  then  a  number  of  such 
covered  strips  are  to  be  packed  side  by  side  in  a  frame  a,  a,  and  the 
yarns  or  threads  cemented  together  and  to  a  suitable  fabric,  and 
the  strips  cut  there-from  as  above  explained.  We  have  stated  that 
the  looped  up  threads  or  yarns  were  to  be  cemented  to  a  cloth, 
which  would  serve  as  a  back,  yet  under  some  circumstances  it  will 
be  preferable  not  to  perform  that  operation,  such  as  in  making  a 
suitable  napped  fabric  for  the  covering  of  hats  and  bonnets,  in 
which  case  the  napped  fabric  being  made,  as  above  explained,  in 
place  of  cementing  it  to  any  fabric,  it  is  to  be  cemented  directly  on 
to  the  hat  or  bonnet 

We  will  now  proceed  to  describe  the  second  part  of  the  invention, 
which  relates  to  another  mode  of  manufacturing  carpets,  rugs,  and 
other  napped  fabrics,  which  differs  from  that  above  described,  but 
is  capable  of  being  so  worked  as  to  produce  very  ornamental  sur- 
faces and  may  be  made  to  resemble  tapestry  and  highly  finished 
paintings,  depending  on  the  taste  of  the  person  who  works  the 
pattern  as  will  be  hereafter  explained. 

Fig.  127  represents  a  frame  or  apparatus  suitable  for  working  the 
pattern  when  performing  the  second  part  of  the  invention.  AAA 
A  A  are  quadrangular  frames  affixed  on  the  board  B  B.  Over 
each  of  the  end  frames  A,  is  evenly  stretched  canvas,  such  as  is 
used  for  worsted  work,  in  such  manner  that  the  canvas  at  each 
end  shall  be  stretched  to  coincide  one  with  the  other  as  nearly  as 
possible  can  be  done.  The  person  who  works  the  pattern  is  to  pro- 
ceed as  follows : — 

By  means  of  a  needle  he  draws  the  worsted,  wool,  or  other  yam 
or  thread  through  a  hole  or  mesh  in  the  canvas  at  one  end,  and 


Digitized  by  Google 


264  THE   ART    OP    WE  ATI  NO. 

through  a  corresponding  hole  in  the  canvas  in  the  other  frame 
A,  commencing  the  work  at  the  lower  corner  hole,  and  working 
successively  through  each  hole  of  the  lower  rows  of  the  surfaces  of 
canvas ;  then  the  next  above,  (taking  care  that  the  thread  or  yam 
between  the  frames  A  lie  even  and  smooth,  and  are  drawn  equally 
tight)  and  the  work  is  to  be  continued  till  the  yarn  has  been  passed 
through  every  hole,  when  there  would  be  a  long  quadrangular  mass 
of  yarn  or  thread,  which  is  to  be  encompassed  with  a  box  or  case  C, 
(see  Fig.  128,)  open  at  both  ends ;  and  having  so  encompassed  and 
secured  the  mass  of  yarn  or  thread,  the  same  may  be  cut  away 
from  the  canvas  or  fabric,  and  a  piston  or  rammer  inserted  into  the 
box  or  case  C,  which,  fitting  closely  on  all  sides,  will,  when  desired, 
force  out  portions  or  lengths  of  the  yarn,  in  order  that  the  same  may 
be  cut  off  after  it  has  been  combined  by  cementing  it  into  a  fabric, 
as  win  be  hereafter  more  fully  described ;  and  the  ends  of  the  fibres 
in  the  box  C,  against  which  the  ram  is  to  press,  should  be  ce- 
mented to  the  ram  and  permitted  to  dry,  before  commencing  to  force 
out  the  mass  of  yarn  by  the  ram. 

Above  we  have  given  our  readers  an  account  of  the  mode  of  work- 
ing without  reference  to  the  pattern  ;  and  we  shall  now  proceed  to 
show  how  a  design  or  pattern  may  be  worked  in  the  frame,  and  sub^ 
sequently  transferred  and  subdivided  into  a  multitude  of  surfaces,  or 
portions  of  sur&ces.  We  would  first  remark,  however,  that  the  can- 
vas, or  fabric  used  on  the  frames  A  should  be  fine  or  coarse,  ac- 
cording to  the  degree  of  fineness  of  the  yarn  or  thread  used,  whether 
of  worsted,  wool,  cotton,  silk,  or  other  fibrous  materials  or  mixtures 
thereof,  and  the  pattern  or  design  is^  to  be  worked  or  executed  with 
the  needle,  by  counting  the  meshes,  and  drawing  through  colours 
according  to  the  order  of  the  pattern  set  before  the  person  perform- 
ing this  part  of  the  work,  drawing  the  thread  or  yarn  through  each 
of  the  frames,  as  has  been  above  explained :  or  it  may,  in  some  pat- 
terns, be  performed  by  marking  the  canvas.  Thus,  supposing  that 
the  pattern  to  be  produced  was  a  red  jack-ass  on  a  white  ground, 
and  that  the  shape  of  the  ass  was  marked  on  the  canvas,  the  per- 
son working  would  continue  to  draw  white  yarn  or  thread  through 
the  canvas  so  long  as  the  lower  part  of  the  frame  was  to  receive 
the  ground,  then  with  white  and  then  with  red,  according  as  the 
portions  of  the  row  of  meshes  or  holes,  of  the  canvas  across  from 
side  to  side  was  ground  or  pattern,  and  so  on  till  all  the  holes  were 
worked  through  and  the  said  'quadruped  completed.  Having  per- 
formed this  operation,  he  would  surround  the  warp  of  yam  or  thread 
with  the  box  or  case  C,  as  above  explained,  the  boxes  or  cases  O, 
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being  formed  in  parts  capable  of  being  put  together  readily,  by 
screws  or  otherwise.  We  have  chosen  this  simple  pattern  in  order 
to  give  a  dear  description  of  this  part  of  the  mode  of  working  as 
practised  by  the  ingenious  inventor,  but  from  the  forgoing  descrip- 
tion a  person  will  readily  be  able  to  perform  other  patterns,  of  varied 
degrees  of  intricacy,  depending  on  the  taste  of  the  design,  which 
should  be  drawn  on  paper  such  as  is  now  used  in  working  worsted 
work  on  canvas;  that  is,  by  having  the  colours  in  small  equal- 
sized  squares,  as  is  well  understood,  and  consequently  forms  no  part 
of  the  present  contrivance,  and  then,  by  counting  the  meshes  or 
interstices  of  the  fabric,  draw  in  threads  of  the  colour  required,  and 
as  may  be  marked  in  the  design  paper.  Or  in  some  cases  the  pat- 
tern may  be  marked  on  the  canvas  or  fabric,  on  the  frame 
A  A  A  A  A  (see  Fig.  127.)  When  the  frames  are  full  a  case  C  is 
applied,  just  sufficient  to  embrace  the  mass  of  threads  or  yarns,  and 
retain  the  same  closely  together  in  such  manner,  that  in  forcing  the 
mass  of  threads  or  yarns  through  the  case  in  which  they  are  in- 
cluded, they  will  be  prevented  getting  out  of  the  correct  position. 
Hence  each  successive  portion  or  slice  cut  off  from  the  end  of  the 
case,  will  be  a  repetition  of  the  same  pattern,  which  being  combined 
together  will  produce  a  carpet,  or  rug,  or  other  napped  fabric,  de- 
-  pending  on  the  nature  of  the  fibrous  materials  employed,  and  the 
mode  of  getting  up  the  same. 

There  are  other  methods  by  which  masses  of  yams  or  fibres  may 
be  obtained  within  cases  or  boxes  C,  and  worked  therefrom  accord- 
ing to  the  invention.  We  will  now  explain  two  other  modes, 
slightly  differing  from  each  other,  and  from  the  one  above  explained  ; 
but  by  both  the  object  of  this  part  of  the  invention  may  be  obtained, 
whereby  a  mass  of  yams,  or  threads,  or  such  like  combination  of 
fibres  may  be  produced  in  masses,  in  suitable  cases  or  boxes,  and 
allow  of  a  succession  of  cuts  or  slices  being  successively  taken  there- 
from, in  order  to  produce  successive  surfaces,  or  portions  of  surfaces, 
which  being  cemented  before  cutting,  will  form  the  nap  of  fabrics. 

Fig.  128  represents  a  perspective  view  of  an  apparatus  or  ma- 
chine wherein  a  number  of  warp  rollers  a,  a,  a,  each  having  wound 
thereon  threads  or  yarns  of  any  suitable  fibre,  according  to  the  fabric 
desired  to  be  produced,  the  warp  rollers  being  equally  weighted. 

Each  layer  or  warp  of  yarns  is  made  fast  to  a  rod,  which  keeps 
the  layers  of  thread  separate  (as  shown  in  the  Fig.,)  and  correctly 
placed,  one  warp  above  the  other ;  and  having  so  obtained  a  mass 
of  threads  or  yarns,  the  same  is  to  be  enclosed  in  a  suitable  case  or 
box  C,  as  above  described.    Such  boxes  or  cases  C,  may  be  of  any 
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convenient  length,  say  twelve  inches,  which  is  a  convenient  lengthy 
and  they  may  be  successively  cut  from  the  body  of  warps,  taking 
care  that  before  cutting  off  one  box  or  case,  or  more,  securely  en- 
compass the  body  of  yarns  or  threads,  in  order  to  hold  them  se- 
curely, the  cut  or  slice  being  made  between  the  cases  or  boxes  by  a 
sharp  thin  knife,  or  such  suitable  razor-like  instrument.  Each  of 
these  boxes  or  cases  C,  will  then  be  worked  off  by  having  suitable 
pistons  placed,  and  forced  through  them,  as  above  explained,  or  in 
cases  where  the  length  of  nap  will  allow  of  it,  the  cases  or  boxes  C, 
may  be  made  of  parts,  each  only  as  deep  as  the  intended  nap. 
l^hen,  in  order  to  cut  off  each  successive  layer  or  slice.  India-rubber 
or  other  suitable  cement  should  be  evenly  spread  over  the  external 
ends  of  the  body  of  warps.  In  order  to  cement  all  the  ends  together, 
a  slice,  and  case  or  box  C,  may  be  cut  off,  starting  with  several 
such,  narrow  cases,  and  applying  one  around  the  yarn  as  one  is  cut 
off,  in  order  to  retain  the  nap  secure,  the  cases  C  being  hinged  or 
otherwise. 
Fig.  129  shows  another  mode  of  obtaining  a  body  of  threads  or 
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yams  into  a  box  or  case,  in  order  to  allow  of  a  successioD  of  slices 
or  surfaces  being  cut  off  to  form  napped  fabrics.  It  consists  in 
what  may  be  called  a  folding  machine,  whereby  a  warp  of  yarns 
or  threads,  either  all  of  one  colour,  or  of  intermixed  colours,  acc&rd- 
ng  to  the  will  of  the  party^  and  depending  on  the  description  of 
napped  fabrics  it  is  desired  to  produce. 


a,  is  a  warp  roller,  on  to  which  the  threads  or  yams  are  beamed. 
6,  6,  is  a  table ;  and  c,  part  of  a  box  or  case  in  which  it  is  desired  to 
pack  a  quantity  of  threads  or  }ram8,  and  G^  is  the  top  or  cover  of 
the  case.  The  warp  is  made  &st  to  a  rod,  which  is  at  one  end  of 
the  case  G  G ;  and  is  then  drawn  evenly  to  the  opposite  end  of  a 
case,  and  a  rod  or  other  suitable  intrument  is  laid  across  the  top  of 
the  warp ;  the  warp  is  then  taken  evenly  back  to  the  other  end  of 
the  case  C  C,  and  another  rod  laid  on,  and  the  warp  again  brought 
to  the  other  end  of  the  case  and  another  rod  laid  on  till  the  warp 
is  folded,  and  the  case  is  full,  the  rods  being  of  such  a  length  as  to 
protmde  beyond  the  end  of  the  case  C  C,  and  in  order  to  pack  the 
whole  closely,  the  rods  are  kept  pressed  down  by  the  weighted  in- 
stmments  D,  at  each  end  of  the  box  or  case  G  G,  and  when  a  number 
of  layers  of  the  warp  have  been  folded,  the  lower  rods  may  be  succes- 
sively removed,  in  order  to  allow  the  layers  to  go  more  closely  together, 
and  by  this  means  a  body  of  threads  will  be  packed  in  a  case  or 
box,  from  which  may  be  cut  a  succession  of  slices,  each  slice  forming 
the  napped  surfisu:e,  or  part  of  the  napped  sur&ce  of  a  fitbric.    We 
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have  thus  fieu-  spoken  of  the  frames  or  cases  into  which  the  threads 
or  yarns  are  packed  as  being  rectangular,  but  we  would  remark, 
that  they  may  be  of  other  forms,  depending  on  circumstances.  By 
which  arrangement,  where  an  extensive  surfece  is  desired  to  be 
napped,  the  cases  or  boxes  may  be  made  into  such  forms  as  will, 
when  combined  together,  produce  the  shapes  required,  and  place 
the  patterns,  or  parts  of  the  pattern,  in  the  proper  place,  which  ar- 
rangement will  allow  of  the  patterns  or  ornamental  designs  (which 
require  the  most  time  in  packing)  being  worked  into  separate  boxes 
or  cases,  and  the  threads  or  yarns  which  are  to  form  the  ground  may 
be  in  separate  boxes  or  cases  C. 

Whatever  be  the  course  pursued  in  obtaining  bodies  of  yams  or 
threads  in  boxes  or  cases,  as  above  explained,  the  fibres  at  the  end 
of  which  may  protude,  should  be  carefully  shaved  or  cut  off  evenly, 
and  India  rubber,  or  other  suitable  cement,  is  to  be  laid  on  to  the 
surface  of  fibres  and  permitted  to  dry  sufilciently  before  the  ram  or 
piston  is  caused  to  force  a  quantity  equal  to  the  length  of  the  de- 
sired nap  from  the  case  C.  When  sufficiently  dry,  and  on  exami- 
nation the  cement  appears  to  be  complete  over  the  whole  sur&ce, 
the  piston  or  ram  is  to  force  out  of  the  case  or  box  C,  a  length 
equed  to  the  length  of  the  nap ;  when  that  quantity  is  to  be  cut  off 
with  a  sharp  knife,  or  other  suitable  instrument,  and  the  ends  of 
the  yarn  which  is  in  the  case  or  box,  are  to  be  again  coated  with 
cement,  and  so  on  till  the  whole  is  cut  up  into  sUces,  which  may  be 
afterwards  appUed,  by  cement,  to  canvas  or  other  fabrics,  or  to 
other  surfaces,  or  in  place  of  cutting  when  the  fibres  have  been 
only  combined  with  cement,  they  may  be  further  combined  by 
cementing  on  canvass  or  other  fabrics  before  cutting  ;  and  for  hats 
and  such  like  fabrics,  where  it  is  desired  to  have  a  laid  nap,  then 
this  may  be  accomplished  by  having  the  end  of  the  boxes  or  cases 
from  which  the  cut  is  made,  on  a  bevel,  and  the  face  of  the  ram 
also  of  a  bevel.  Hence  each  slice  or  surface  will  be  protruded  and 
cut  on  a  bevel  or  angular  direction,  and  when  cemented  together 
will  produce  a  laid  nap  surface  or  fabric. 

Having  now  given  to  the  reader  a  practical  description  of  this 
novel  method  of  manufacturing  carpets,  rugs,  and  other  similar  fab- 
rics, we  would,  before  dismissing  the  subject,  further  remark,  that 
we  see  nothing  to  prevent  the  application  of  steam  or  water  power, 
instead  of  manual  labour,  in  performing  all  the  operations  required. 
By  this  means,  60  stripe  of  metal,  to  raise  the  nap  or  pile,  might 
easily  be  inserted  per  minute ;  at  the  distance  of  about  2  yards 
from  the  scene  of  action,  where  the  inserting  process  was  going  on, 
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9.  cementing'  or  soldering  apparatus  could  be  at  work  simultaneously ; 
and  at  the  distance  of  other  two  yards  from  this,  another  contriv- 
ance might  be  actively  engaged  in  cutting  out  the  strips  as  fast  as 
they  advanced  with  the  cemented  fabric ;  which  would  here  be 
quite  dry.  The  distance  of  this  point  from  the  last  inserted  strip 
would,  of  course,  be  about  4  yards ;  and,  allowing  20  strips  to  the 
inch  of  the  piled  or  napped  fabric,  only  2880  stripe  would  be  re- 
quired for  the  4  yards,  fmm  beginning  to  the  end  thereof.  We  think 
that  from  300  to  305,  or  306,  yards  of  perfect  nap  or  pile  might  be 
produced  per  day,  from  one  machine  of  this  description,  working  10 
hours,  and  with  the  superintendence  of  a  mere  child.  Should  any 
of  the  enterprizing  individuals,  who  may  chance  to  embark  in  such 
an  undertaking,  meet  with  any  difficulties,  they  must  not  be  dis- 
couraged ;  for  every  obstacle  must  vanish,  or  at  least  give  way, 
when  opposed  by  the  combined  powers  of  body  and  mind. 


CHENILLE. 

The  ingenious  Alexander  Buchannan,  of  Paisley,  Scotland,  in- 
vented this  beautiful  fabric,  about  the  year  1820.*  It  derives  its 
beauty  and  lustre  from  the  peculiar  mode  of  preparing  the  weft, 
and  the  manner  in  which  the  colours  are  afterwards  arranged  ;  in 
so  much,  that  a  pattern  which  would  require  a  large  harness,  as  an 
imitation  shawl,  can  be  woven  without  any  other  apparatus  than  a 
ground  mounting  and  two  treadles. 

The  weft,  which  is  called  chenille,  is  prepared  as  follows : — A 
Turkey  gauze  warp,  of  net  yam,  is  woven  in  a  1200  reed,  with  a 
twist  or  dentful  in  every  fifth  interval,  the  weft  being  either  silk,  cot- 
ton, or  worsted,  according  to  the  kind  of  shawls  to  be  manufactured. 
When  this  fabric  comes  from  the  loom,  it  is  cut  up  (by  a  suitable 
machine)  in  the  centre  between  the  dentfuls  of  warp ;  and  after 
receiving  a  little  twist  to  throw  the  ends  of  the  cut  weft  into  a  spiral 

^  About  this  period,  Mr.  Buchanan  exhibited  a  specimen  of  his  newly  in- 
vented fabric,  to  his  worthy  fellow-townsman,  Robert  Parquharson,  Esq.,  then 
provost  of  Paisley  ;  which  circumstance  is  thus  alluded  to  by  a  local  poet : — 

<^  Philanthropic  Rab, 
Sae  smooth  o'  heart,  though  rough  o'  gab. 
Soon  as  he  saw  the  curious  wab, 

He  gaz'd  wi*  wonner, 
And  said,  it  was  a  genuine  job, 

Upon  bis  honour." 
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dumtmi,  k  if  raftdy  kf  iho  wmvmt.  The  warp  of  the  ahawl  is 
likewiee  a  Turkey  gauae,  the  same  as  thai  whieh  is  the  fbundatioD 
of  the  wefti  m  that  wheo  a  tufficient  quantity  of  chenille  has  been 
produced  fiom  a  warp,  it  ia  cualomary  to  make  ahawla  of  the  re^ 
mainder.  (tee  CheDiUe  peper,  page  611.) 

In  weaving  these  ebawK  one  pick  of  the  chenille  ie  thrown  in, 
and  then  three  of  thecoaunon  weft,  whether  silk,  cotton,  or  wonted, 
and  the  fibres  of  the  chenille,  projecting  in  all  directiouB,  give  the 
fiibric  the  appearance  of  a  ine  gloesy  shag,  showing  the  pattern, 
when  igured,  alike  on  both  sides. 

When  the  shawls  are  to  be  of  one  uniiiHin  colour,  only  one  kind 
of  weft  is  necessary ;  but  when  they  are  to  be  figured,  difierent 
colours  are  emptoyed,  and  these  are  woven  in  spaces  adapted  to  the 
different  parts  of  the  design ;  the  pattern  is  painted  on  design  paper, 
as  for  an  imitation  harness ;  each  space  of  the  design,  or  that  which 
corresponds  to  a  ground  lash  with  its  different  colours,  is  again 
painted  on  a  separate  slip  of  design  paper,  but  two  spaces  are  here 
coloured,  to  make  them  better  seen  by  the  weaver,  leaving  a  blank 
space  on  each  side :  these  slips  are  all  numbered,  to  prevent  con- 
fusion. 

Supposing  a  web  of  trimmings  were  to  be  woven,  with  eight  re- 
peats in  the  breadth  of  a  yard,  for  the  first  [Hck  of  chenille,  we 
take  the  slip  of  paper  No.  1;  by  reading  it,  as  for  a  sample,  there  are 
2  spaces  yeUow,  1  white,  4  red,  2  yellow,  1  black,  2  white,  6cc^  the 
weaver  works  a  space  of  each  of  these  colours  on  the  warp,  agree- 
ably to  its  respective  size  on  the  slip  of  design  paper,  which,  when 
finished,  must  be  exactly  the  breadth  of  the  trimming.  For 
a  guide  to  the  weaver,  the  slip  of  paper  passes  through  the 
reed,  and  is  fastened  at  each  end  to  a  piece  of  tape,  by  a  bit  of 
rosin,  the  one  behind  the  mounting  hanging  over  the  warp  roller 
and  kept  tight  by  a  small  weight,  and  the  other  is  fiutened  at  the 
face  of  the  cloth.  The  weaver  then  has  only  to  change  his  shyt- 
ties,  by  shifting  the  boxes  of  the  lay  at  the  end  of  each  coloured 
space,  as  pointed  out  by  the  design.  The  sUp  marked  No.  2  is  next 
put  in  the  reed  for  the  second  {Nck,  and  the  cdours  woven  in  the 
same  manner,  but  in  reverse  order  to  the  first,  as  the  one  is  thrown 
in  from  the  right  hand  and  the  other  from  the  left,  and  so  on  till 
the  weft  for  the  whole  pattern  is  finished. 

The  weft  is  cut  in  lengths  of  eight  yards,  being  the  quantity  usu- 
ally wound  on  one  bobbin  or  quill,  and  this  will  make  eight  picks  in  a 
yard-wide  web ;  and  the  bobbins  are  taken  in  succession,  agree- 
ably to  the  numbers  of  the  slip  of  design  paper.    The  more  tightly 
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the  ehouUe  k  twktad,  the  thicker  and  oleier  the  pUe  becomes. 
This  speciss  of  fitbrie  is  likewise  well  adapted  to  the  rug  and  carpet 
manafitetuie. 

It  i^ipears  to  us,  that  no  peraon  who  is  unacquainted  with  weav- 
ing can  have  any  idea  of  the  variety  and  ingenuity  of  its  processes ; 
and  even  some  individuals  who  consider  themsdves  masters  of  the 
aity  knew,  companttivetjr,  very  little  about  it  Notwithstanding 
the  apparent  perfection  of  the  methods  enqdoyed  in  producing 
some  of  the  fimcy  teztuies  which  we  have  already  described,  yet, 
we  have  to  record  improvements  of  immense  importance  upon 
several  of  them. 

The  manufacture  which  we  have  just  been  conadering  (chenille) 
has  recently  been  adapted  to  carpets,  rugs,  dDc.,  with  great  success, 
by  Messrs.  Templeton  and  Ctuiglay,  of  Paisley,  who  obtained  a 
patent,  in  England,  dated  26th  July,  1839,  for  improvements,  which 
we  shall  now  proceed  to  explain. 

The  invention  consists  in  weaving  fabrics  of  silk,  cotton,  woollen, 
linen,  or  other  fibrous  materials,  which  are  to  be  cut  into  strips,  and 
used  as  weft,  somewhat  in  the  manner  of  chenille  weft,  (but  with 
this  difference,  that  the  two  edges  of  the  strip  shall  incline  more 
towards  each  other,)  and  then  weaving  mck  stripe  on  a  ground,  so 
that  all  the  fur  or  cut  edges  of  the  strips  may  be  brought  to  one  side 
of  the  fttbric,  while  the  other  side  is  pUin ;  and  is  also  applicable  to 
the  manufstcture  of  carpets,  rugs,  shawls,  mati^  covers  of  stools, 
chairs,  or  tables,  tapestry,  or  any  cloth  or  fiibric  requiring  to  be 
raised,  so  as  to  have  the  appearance  of  velvet,  fur,  or  pludi. 

A  texture  or  fabric  of  silk,  cotton,  wooUen,  linen,  or  of  a  mixture 
of  two  or  more  of  these  materials,  is  first  woven ;  having  the  warp 
threads  spaced  or  set  in  the  reed  at  certain  equal  distances  firom 
each  other,  in  the  following  manner : — One,  two,  or  m<Mre  dents  of 
the  reed  are  filled  with  the  warp  threads,  and  then  a  space  of  the 
reed,  {equed  to  double  the  length  of  the  fur  required^  is  left  empty ; 
then  one,  two,  or  more  dents  of  the  reed  are  again  filled  with  warp 
threads,  and  another  space  is  left  empty,  as  above  described  (see 
Fig.  130 ;)  and  this  is  repeated  until  the  required  number  of  strips 
is  comf^eted.  The  warp  being  thus  spaced  and  arranged  in  the 
loom,  the  weft  is  thrown  in,  so  as  to  form  either  a  plain  or  coloured 
surface,  and  the  warp  acts  on  the  weft  in  the  manner  of  gauze  or 
cross-weaving  (see  Figs.  49,  60  and  63 :)  that  is,  the  warp  threads^ 
instead  of  being  left  parallel,  as  in  common  weaving,  are  crossed 
over  each  other  by  each  tread  on  the  treadles ;  and  the  weft,  when 
thrown  in,  intersects  the  warp,  and  its  edges  acquire  a  tendency  to 


Digitized  by  VjOOQIC 


262 


THE    ART   OF   WEAVING. 


come  together,  in  conaequence  of  the  croes-weaving  which  the 
warp  has  received.  On  this  web  being  cut  into  strips,  through  the 
vacant  spaces  already  described,  the  weft,  or  lateral  fibres  of  both 
sides  of  each  strip,  are  all  thrown  up  on  one  side,  and  brought  dose 
together.  The  process  is  somewhat  similar  to  that  followed  in 
making  chenille  weft,  but  with  this  difference,  that  the  fur  or  pile, 
(that  is,  the  lateral  fibres  of  both  sides  of  each  strip,)  when  cut,  are 
all  brought  upon  one  side,  and  into  close  contact,  instead  of  project- 
ing from  all  sides  of  the  warp  or  body  thread,  as  in  the  case  of  che- 
nille weft. 


«c_     io/\ 


^n  Fig.  131.   rfi 


At  Figs.  130  and  131,  are  represented  two  modes  of  cross-weav- 
ing, exhibiting  the  crossings  of  the  warp,  and  intersections  of  the 
weft.  In  Fig.  130,  are  two  dents-ftill  of  warp  A  A  of  Turkey  gauze, 
(B  B  is  a  repetition  of  the  same,)  of  three  threads  in  the  dent ;  those 
two  dents-full  being  separated  by  one  empty  dent  C  C,  or  otherwise. 
Three  picks  of  weft  or  fur  D  D  D  are  uncut,  and  six  picks  E  E  E 
cut  in  the  centre.  The  Fig.  exhibits  the  effect  which  the  crossings 
F  F  of  the  warp  threads  have  upon  the  fur,  in  causing  both  sides 
of  the  weft,  when  cut,  to  incline  towards  each  other,  leaving  the 
warp  threads  to  serve  as  a  back-bone  or  back-band  to  the  lateral 
threads  or  fibres.  Fig.  131  exhibits  two  crossing  threads  G  G,  turn- 
ing round  a  cord  or  dead  thread  H  H,  which  is  accomplished  with 
"bead  lams^  (see  gauze  weaving,  Fig.  49.)  This  Fig.  also  ex- 
hibits, in  some  degree,  (by  the  turned  up  ends  of  the  cut  weft  threads 
1 1 1,)  the  appearance  of  the  fiir  when  woven,  and  the  effect  the 
crossings  produce  after  it  has  been  cut. 

The  pattern  intended  to  be  produced  on  cloth,  manufactured 
partly  with  the  prepared  weft,  is  copied  on  design  paper,  formed 
with  as  many  horizontal  lines  as  there  are  to  be  picks  of  the  pre- 
pared weft  in  the  cloth  ;  after  these  lines  of  the  design  paper  are 
cut  asunder  into  strips,  and  numbered,  the  weaver  enters  them 
through  the  reed  of  the  loom,  (beginning  with  number  one,)  and 
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commences  to  vseave  the  colours  of  weft^  in  the  exact  order  in 
which  the  colours  are  painted  on  these  pieces  of  paper. 

The  ground-warp  of  the  cloth  is  prepared  wkh  an  extra  warp, 
which  may  he  termed  the  catcher-warp ;  a  shed  is  formed  hy  both 
warpe,  to  receive  the  ground-weft,  but  a  shed  of  the  catcher-warp 
only  Ux  the  prepared  weft ;  there  being  fewer  threads  of  the  catcher- 
warp  than  the  ground-warp,  less  resistance  is  offered  to  bringing  the 
fiir  of  the  weft  to  the  sur&ce.  In  some  cases,  a  portion  of  the  ground 
warp  is  used  for  fixing  the  fur-weft  upon  the  surftu^.  The  weaver 
having  thrown  in  a  pick  of  the  fur-weft,  sets  it  in  its  proper  place 
with  his  hand,  or  otherwise,  and  then,  with  a  brush,  comb,  or  other 
instrument,  raises  all  the  fibres  of  the  fur  from  the  catcher-warp,  or 
that  part  of  the  ground-warp  which  is  to  fix  it  on  the  fabric,  and 
drives  it  firmly  up  with  the  reed.  He  now  throws  in  as  many 
ground  or  binder  picks  as  are  deemed  necessary  to  form  the  ground 
of  the  cloth,  and  then  repeats  the  operation  of  weaving  in  the  Air, 
and  so  on,  alternately,  until  the  required  length  of  cloth  is  produced. 

TAPESTRY. 

'<  This  bright  art, 
Did  zealous  Europe  learn  of  Pagan  hands, 
While  she  assay'd  with  rage  of  holy  war 
To  desolate  their  fields :  but  old  the  skill  : 
Long  were  the  Phrygians'  picturing  looms  renown'd; 
Tyre  also,  wealthy  seat  of  art,  excell'd, 
And  elder  Sidon,  in  th'  historic  web."— Z^er. 

As  we  have,  in  the  introductory  part  of  this  Work,  (to  which  the 
reader  is  referred,)  given  ample  evidence  of  the  skill  of  the  ancients 
in  the  manufiaicture  of  tapestry,  in  all  its  varieties,  it  only  remains 
to  give  some  account  of  its  progress  after  its  introduction  into 
Europe. 

The  first  manufiBictories  for  weaving  tapestry  which  acquired  re- 
putation in  Europe,  were  those  of  Flanders,  and  they  appear  to 
have  been  long  established  in  that  country,  principally  at  Arras, 
before  they  were  introduced  either  into  England  or  France :  the 
precise  period  when  tapestry  was  first  manufactured  by  the  Belgians 
is  uncertain.  Guicceardini,  in  his  history  of  the  Netherlands,  pub- 
lished at  Antwerp  in  1582,  ascribes  to  them  the  invention  of  tapes- 
tries, without  mentioning  any  particular  date.  Whether  the  Bel- 
gians did  or  did  not  derive  their  knowledge  from  the  East,  to  them 
is  certainly  due  the  honour  of  having  restored  this  curious  art,  which 
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gives  a  life  to  wools  and  silks,  scarcely,  if  at  all,  inferior  to  the 
paintings  of  the  best  masters.  The  weaving  of  tapestry  was  first 
introduced  into  England  in  the  time  of  Henry  Ylli,  by  William 
Sheldon,  but  it  was  not  until  the  reign  of  James  I,  that  it  acquired 
any  particular  reputation.  This  monarch  greatly  patronized  the 
art,  and  gave  the  sum  of  two  thousand  six  hundred  and  seventy- 
six  pounds  sterling  towards  the  advancement  of  a  manufactory, 
which  was  established  by  Sir  Francis  Crane,  at  Mortlake  in  Sur- 
rey. The  patterns  first  used  for  making  these  feibrics  in  England, 
were  obtained  from  pieces  which  had  already  been  worked  by 
foreign  artists.*  There  is  an  extract  in  Rymer's  ^^  Foedra,"  an  ac- 
knowledgement firom  Charles  I,  that  he  owed  Sir  Francis  Crane 
the  sum  of  six  thousand  pounds  Sterling  for  ti^pestries,  and  that  he 
grants  him  the  annual  sum  of  two  thousand  pounds,  for  ten  years, 
to  enable  him  to  support  his  establishmmt. 

To  France,  however,  we  are  mdebted  for  the  great  perfection  to 
which  this  costly  art  has  been  brought  in  Europe.  Henry  IT,  first 
established  a  tapestry  manufoctory  in  Paris,  about  the  year  1606, 
which  was  conducted  by  several  clever  artists,  whom  he  had  invited 
from  Flanders :  but  this,  like  many  similar  institutions  founded  by 
that  nionarch,  was  greatly  neglected  at  his  death,  and  would  pro- 
bably have  been  entirely  so,  had  not  Colbert  the  minister  of  Louis 
XIY,  with  a  view  of  providing  the  costly  and  magnificent  furni- 
ture for  Versailles  and  the  TuiUeries,  again  remodeled  it  upon  a 
more  secure  foundation,  and  from  that  period  the  royal  manu&o- 
tory  of  the  ''  Hotel  des  Gobelins"  dates  its  origin. 

As  early  as  the  fourteenth  century,  dyers  of  wool  were  settled  in 
the  Faubourg  St  Marcel  (Auartier  St  Ifarcel)  at  Paris,  on  the 
banks  of  the  Kevre,  the  waters  of  whidi  stream  were  considered  as 
fiivourable  to  the  process  of  dyeing.  One  of  these  named  Jean 
Gobelin  amassed  consideraUe  wealth,  which  his  descendants  in- 
creased, and  at  length  renouncing  the  business  of  dyers,  filled  va- 
rious offices  of  state. 

The  Gobelin  iamily  were  succeeded  by  Messrs.  Canaye,  who 
however  did  not  confine  their  attention  to  the  dyeing  of  wool,  but 
under  the  patronage  eft  Hemy  IT,  commenced  the  working  of 
tapestry,  which  until  that  period  had  been  confined  to  the  low  coun- 
tries. To  these  succeeded,  in  1666,  a  Dutchman,  named  Gttucq, 
and  one  Jean  Lianson,  a  workman,  and  a  great  proficient  in  the 

*  The  designs  were  fiirmabed  by  Thomas  Cleyn,  (a  Fleming,)  who  was  re- 
tained by  Sir  Frauds  for  thai  purpose. 
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art.  Louis  XI Y,  at  the  suggestion  of  his  minister,  Colbert,  after- 
wards purchased  the  buildings  and  gardens,  which  were  still  the 
property  of  the  Gobelin  femily,  from  which  circumstance  the  tap< 
estry  made  there,  has  ever  since  been  known  as  "  Gobelins  tapestry." 
Skilful  artists,  weavers  and  dyers,  were  brought  from  Flanders,  and 
attached  to  the  establishment ;  and  in  1667  the  celebrated  painter, 
Le  Brun,  was  appointed  chief  director  of  the  Gobelin  manufactory, 
to  which  he  communicated  that  beauty  and  grandeur,  his  admirable 
talents  were  so  well  calculated  to  produce.  He  here  painted  the 
femous  series  of  the  battles  of  Alexander,  which  were  afterwards 
worked  in  tapestry,  and  still  remain  the  finest  productions  of  the  Gobe- 
lins. The  four  seasons,  the  four  elements,  and  the  history  of  the 
principal  acts  of  Louis  XIY,  from  his  marriage  to  the  conquest  of 
Franche  Comte  were  also  from  the  design  of  this  master. 

At  the  period  of  the  French  Revolution  this  manufticture,  which 
had  until  then  been  prosecuted  with  various  decrees  of  success,  greatly 
declined,  but  under  the  government  of  Napoleon,  it  was  again  re- 
vived, and  has  since  been  successfully  carried  on,  although  not  to 
the  same  extent  as  formerly.  About  the  year  1801,  seventy-six 
persons  were  employed  at  the  Gobelins,  chiefly  in  the  preparation 
of  tapestry,  for  the  palace  of  St.  Cloud ;  and  it  was  estimated  that 
160,000  francs  were  expended  yearly  on  these  productions.  The 
pieces  executed  are  generally  historical  subjects,  and  it  occasionally 
reauires  the  labour  of  from  two  to  six  years  to  finish  a  single  piece 
of  tapestry.  The  cost  of  some  of  these  pieces  is  enormous,  but  the 
price  of  the  different  articles  is  regulated  less  by  the  size  than  by  the 
beauty  and  difficulty  of  the  work.* 

The  productions  of  this  manufactory,  which  is  entirely  supported 
by  the  government,  are  chiefly  destined  for  royal  palaces,  or  for 
presents  made  by  the  king ;  but  some  few  pieces,  not  designed  as 
such,  are  allowed  to  be  sold. 

Connected  with  the  establishment  of  the  Gobelins,  is  one  for  the 
dyeing  of  wool,  under  the  direction  of  able  chemists,  where  an  in- 
finite number  of  shades,  mostly  unknown  in  trade,  are  dyed  for 
the  tapestry.  Wool  is  now  exclusively  used,  as  the  colours  are  more 
permanent.  There  is  also  a  drawing  school,  in  which  the  principles 
of  the  art  are  taught,  and  an  annual  course  of  lectures  is  delivered 
upon  chemistry  as  applicable  to  dyeing. 

The  Gobelins  tapestry  was  formerly  made  in  lengths  or  pieces, 
the  width  of  which  varied  from  four  to  eight  feet ;  and  when  one 

*  Some  pieces  are  valued  at  from  50,000  to  125,000  francs. 
34 
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of  larger  dimensions  was  required,  several  of  these  were  sewn  or 
fine-drawn  together  with  such  care  that  no  seams  were  discernable. 
At  the  present  day,  however,  they  are  manufactured  of  much 
greater  widths,  so  that  they  seldom  require  to  be  joined  even  in  the 
largest  pieces. 

Two  methods  were  formerly  practised  in  the  manuiacture  of  ta- 
pestry, known  as  those  of  the  *'  basse  lisse'^  and  the  ^^  hatUe  lisse  ;" 
in  the  first  or  low  warp,  which  is  now  abandoned,  the  warp  threads 
were  arranged  horizontally  in  a  frame,  as  in  looms  for  common 
weaving,  the  painting  intended  to  be  copied  being  placed  beneath 
the  warp,  and  the  process  was  very  remarkable,  fi-om  the  fact  of  the 
tapestry  being  worked  on  the  wrong  side,  so  that  the  artist  could 
not  see  the  face  of  the  design  he  was  weaving,  until  the  whole 
piece  was  finished  and  taken  out  of  the  frame.  In  the  top  headles 
or  high  warp,  which  is  still  used,  the  frame  is  fixed  perpendicularly 
before  the  artist,  he  also  works,  as  it  were,  blindfolded,  seeing 
nothing  of  the  effect  he  produces,  and  being  obliged  to  go  to  the 
other  side  of  the  loom  whenever  he  wishes  to  examine  the  piece  he 
is  executing.  The  following  brief  description  of  the  mode  at  pre- 
sent practised  at  the  GobeUns,  may  perhaps  convey  some  idea  of 
the  manufacture  to  those  who  have  not  visited  this  most  interesting 
establishment.    % 

The  frame  or  loom  in  which  the  tapestry  is  worked  is  of  the 
meet  simple  construction,  consisting  merely  of  two  upright  posts 
with  suitable  cross-bars  at  top  and  bottom ;  between  these  posts  two 
rollers  or  beams  are  placed,  with  ratchet  heads  and  clicks  or  dogs  to 
hold  them,  similar  to  the  ratchet  R  and  dog  S  in  Pig.  105.  To 
these  rollers  or  beams,  are  connected  the  longitudinal  threads  or 
warp,  composed  of  twisted  wool,  wound  principally  upon  the  upper 
roller  which  may,  therefore,  be  denominated  the  warp  beam,  the 
other,  of  course,  being  the  cloth  beam.*  The  longitudinal  threads 
are  separated  firom  one  another  by  suitable  contrivances,  made 
and  provided  for  that  purpose,  which  the  reader  will  easily  under- 

*  It  is  a  very  remarkable  coincidence,  that  the  tapestry  frame  should  in 
all  respects  bear  so  close  a  resemblance  to  Ghelen's  machine  or  loom,  re- 
presented at  Fig.  A,  page  18  (see  Introduction) ;  and  it  goes  far  to  strengthen 
the  opinion  we  had  previously  formed  of  the  superiority  of  talent  possessed 
by  the  ancients  over  the  modems ;  by  this  assertion,  however,  we  are  not  to 
be  understood  as  insinuating  that  either  the  French  or  Belgians  copied  Mr. 
Ghelen's  frame,  as  we  are  credibly  informed  that  they  had  never  heard  of  it, 
but  only  struck  upon  the  same  idea,  by  chance,  after  much  reflection  upon 
the  subject 
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stattd.     The  divudon  of  the  threads  is  effected  in  order  to  admit  the 
cross  threads,  or  tufts  of  yarn,  which  are  to  form  the  picture. 

As  a  sort  of  guide  for  the  artist,  to  introduce  the  cross  threads  in 
their  proper  places,  he  traces  an  outline  of  his  subject  on  the  threads  * 
of  his  warp  in  front,  which  are  sufficiently  open  to  enable  him  to 
see  the  painting  behind  it 

For  working  the  tapestry,  three  instruments  are  required,  a 
broach,  a  comb,  and  an  iron  needle ;  the  first  is  formed  of  hard 
wood,  about  7-|  inches  in  length,  and  f  of  an  inch  thick,  ending  in 
a  point,  with  a  small  handle^  round  which  the  wool  is  wound,  and 
serving  the  same  purpose  as  the  weaver's  shuttle.  The  comb  is 
also  of  wood,  eight  or  nine  inches  iong,  and  an  inch  thick  at  the 
back,  whence  it  gradually  decreases  to  the  extremity  of  the  teeth, 
which  are  more  or  less  divided,  according  to  the  greater  or  less  de- 
gree of  fineness  of  the  intended  work :  it  is  used  to  press  close  the 
wool,  when  any  line  or  colour  does  not  set  well.  The  artist  places 
himself  behind  the  frame,  with  his  back  towards  the  picture  he  is 
about  to  copy ;  he  first  turns  and  looks  at  his  design,  then  taking 
a  broach  of  the  proper  colour,  he  inserts  it  among  the  threads  of  the 
warp,  which  he  brings  across  each  other  with  his  fingers,  in  pre- 
cisely the  same  way  that  weavers  read  their  patterns  on  the  simple 
or  simples  of  the  draw  loom  (see  Fig.  70  and  its  explanation  ;)  this 
he  repeats  every  time  it  is  necessary  to  change  his  colour.  Having 
placed  the  wool,  he  beats  or  presses  it  down  with  his  comb ;  and 
when  he  has  thus  wrought  several  rows  he  passes  to  the  other  side, 
to  see  their  effect,  and  to  properly  adjust  them  with  his  needle, 
should  there  be  occasion.* 

An  entire  new  species  of  tissue  and  tapestry  has  been  invented 
or  discovered  by  M.  E.  Pavy,  and  secured  by  patent,  which  pro- 
mises to  become  an  article  of  great  commercial  value.  In  particu- 
lar, we  would  refer  to  some  coverings  of  chairs  and  tapestry  which 
have  been  especiaUy  ordered  by  her  Majesty  Queen  Victoria,  for 
the  palace.  It  bears  so  close  a  resemblance  to  silk  of  the  best  kind, 
that  it  is  difficult  without  a  minute  examination  to  discover  the  dif- 
ference. The  material  of  which  it  is  composed  is  the  fibre  of  the 
banana,  aloe,  and  other  trees  and  plants  which  are  plentifully 


♦  Should  the  workman  have  a  lively  sense  of  the  charms  of  nature,  with 
what  feelings  of  exquisite  delight  must  he  gaze  upon  the  form  of  a  beautiful 
female,  springing  up  in  the  most  glowing  colours  amid  the  threads,  spread 
like  a  cobweb,  before  his  enraptured  eyes,  and  all  that  too  through  his  own 
instrumentality !    Tapestry  weavers  generally  die  of  a  broken  heart  1 
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found  in  the  West  India  islands ;  and  by  very  accurate  experiinentB 
made  by  order  of  the  French  Government,  they  have  been  found 
on  an  average  to  exceed  the  strength  of  hemp  by  one^fourth.  The 
experiments  were  made  at  Toulon,  upon  cordage  which  had  been 
six  months  exposed.  We  understand  that  the  French  Minister  of 
Marine  has  introduced  ropes  and  cables  made  of  this  material  into 
the  Royal  Navy ;  and  as  it  is  so  much  superior  to  hemp,  we  see  no 
reason  why  it  might  not  be  advantageously  employed  in  the  cord- 
age of  the  military  and  commercial  navy  of  this  country.  It 
might  also  be  used  with  profit  in  the  manufocture  of  pile  carpets 
and  hearth-rugs,  as  well  as  in  many  other  important  branches  of 
the  arts. 

CASHMERE  SHAWLS. 

^  These  are  the  gifls  of  Art,  and  Art  thrives  most 
Where  commerce  has  emiched  the  busy  coast; 
He  catches  all  improvements  in  his  flight, 
Spreads  foreign  wonders  in  his  country's  sight, 
Imports  what  others  have  invented  well, 
And  stirs  his  own  to  match  them  or  excel. 
'Tis  thus  reciprocating,  each  with  each, 
Alternately  the  nations  leara  and  teach." 

Cowper, 

Cashmere  is  a  very  rich  and  fertile  province,  surrounded  with 
mountains,  in  the  northern  part  of  Hindoetan ;  its  chief  city  is  of 
the  same  name,  and  contains  about  205,000  inhabitants:  this 
country  is  famous  for  its  shawls. 

Before,  however,  proceeding  to  describe  the  method  of  manufiBictur- 
ing  those  beautiful  fabrics,  we  will  in  the  first  place,  give  a  minute 
account  of  the  origin  and  properties  of  the  Cashmere  Angora  Goats, 
or  rather  of  the  new  race,  with  a  statement  of  Mr.  E.  Riley's  views 
in  purchasing  them,  as  laid  by  him  before  the  Society  of  arts, 
London. 

"  Many  years  since  a  resident  in  New  South  Wales  (says  Mr.  R.) 
and  having  in  1825  and  1828  transported  to  that  territory  two  flocks 
of  the  finest  sheep  procurable  throughout  Germany,  my  father  had 
also  long  contemplated  introducing  there  the  celebrated  Cashmere 
goat,  anticipating  that  the  fulfilment  of  his  views  would,  jn  proving 
advantageous  to  himself,  become  also  of  ultimate  benefit  to  the 
colony;  in  which  expectation,  he  has  been  encouraged  from  the 
results  that  have  attended  the  importation  of  the  Sajcon  breed  of 
sheep  into  their  fitvoured  cUmaies,  the  wools  of  New  South  Wales, 
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and  in  proportion  to  their  improvement,  those  also  of  Van  Dieman's 
Land  being  now  eagerly  purchased  by  the  most  intelligent  manu- 
&cturers  in  preference  to  those  of  equal  prices  imported  from  any 
part  of  Europe. 

^^  With  this  object  in  view,  he  subsequently,  during  an  agricul- 
tural tour  on  the  Continent,  directed  my  attention  to  the  Cashmere 
flocks  of  Mons.  Temaux,  and  in  Octoberl828, 1  met  this  distinguished 
man  at  his  seat  at  St  Onen  (Mons.  Temaux  is  a  great  shawl 
manufacturer  and  is  also  a  Peer  of  France,)  where  he  preserved 
the  elite  of  his  herds;  the  animals  were  a  mixture  of  various 
sizes  and  colours,  from  a  perfect  white  to  brown,  with  scarcely  any 
stamped  features  as  if  belonging  to  one  race  exclusively ;  they  were 
covered  with  long  coarse  hair,  under  which  so  small  a  quantity  of 
short  soft  down  was  concealed,  that  the  average  produce  of  the 
whole  collection  did  not  exceed  three  ounces  each ;  therefore,  under 
these  unfavourable  circumstances,  my  &ther  deferred  for  a  time  his 
intention  of  sending  any  of  them  to  Australia. 

"  I  was  then  advised,  by  the  Yiscomte  Perrault  de  Jotemps,  to  see 
the  stock  of  M.  Polonceau  at  Versailles,  he  having,  by  a  happily 
selected  cross,  succeeded  in  increasing  the  quantity  and  value  of  the 
qualities  of  the  Cashmere  goat  beyond  the  most  sanguine  anticipa- 
tions ;  this  gentleman  is  "  ingenieur  en  chef^  (chief  engineer)  to* 
the  French  government,  and  in  consequence  of  his  enlightened 
taste  for  agricultural  pursuits,  was  also  honoured  with  the  director- 
ship of  the  "/erme  moddtP  (model  &rm)  at  Grignon.  He  became 
among  the  first  to  purchase  a  chosen  selection  of  the  original  impor- 
tation of  the  cashmere  goat  from  M.  Temaux,  and  sometime  after 
seeing,  at  one  of  the  estates  of  the  Duchesse  de  Beri,  an  Angora 
buck  with  an  extraordinary  silkiness  of  hair,  having  more  the 
character  of  long  coarse  but  very  soft  down,  he  solicited  permission 
to  try  the  effects  of  a  union  with  this  fine  animal  and  his  own 
pure  Cashmeres,  The  improvement  even  in  the  first  drop  was 
so  rapid  that  it  induced  him  to  persevere,  and  when  I  first  saw  his 
small  herd  they  were  in  the  third  generation  firom  the  males 
produced  solely  by  the  first  cross;  the  unwillingness  however 
of  M.  Polonceau  to  part  with  any  number  of  them  at  this  period 
(the  only  alienation  he  has  made  fix>m  the  ftivourite  products 
of  his  solicitude  being  two  males  and  two  females  to  the 
King  of  Wirtemberg,  for  the  sum  of  3400  francs,)  caused  my 
father  again  to  postpone  his  intentions  until  my  return  from  the 
Australasian  Colonies,  judging  that  M.  Polonceau  would  then  prob- 
ably be  enabled  to  dispose  of  a  sufficient  number,  and  that  the  con- 
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gtancy  and  ^properties  of  the  race  would  by  that  time  be  more 
decidedly  determined. 

'^  On  my  arrival  in  England  at  the  cloee  of  1831,  he  again  re- 
curred to  his  favourite  project  of  introducing  these  animals  into  our 
colonies,  for  which  purpose  I  went  to  France  with  the  intention  of 
purchasing  a  small  flock  of  M.  Pdonceau,  should  I  find  all  his 
expectations  of  the  Cashmere  Angora  breed  verified,  which  having 
perfectly  ascertained,  I  at  length  succeeded  in  persuading  M.  Polon- 
ceau  to  cede  to  me  ten  females  in  kid,  and  three  males,  and  I  for- 
tunately was  able  to  convey  the  whole  in  health  to  London,  with 
the  intention  of  proceeding  as  speedily  as  possible  with  them  to  Port 
Jackson,  looking  sanguinely  forward  not  only  to  their  rapid  increase 
but  also  to  crossing  the  common  goats  of  the  country  with  this 
valuable  breed,  in  full  expectation  that  they  may,  exclusive  of  their 
own  pure  down,  become  thus  the  means  of  forming  a  desirable 
addition  to  the  already  much  prized  importations  from  New  South 
Wales  and  Van  Dieman's  Land.  I  am  led  to  the  conclusion  that 
the  latter  result  may  be  accomplished,  as  M.  Pdonceau,  who  has 
tried  the  experiment  with  the  native  goat  of  France,  has  obtained 
animals  of  the  second  cross  very  little  inferior  to  the  breed  that  has 
rendered  his  name  so  distinguished.  He  has  also  crossed  the  com- 
mon goat  with  the  pure  Cashmere,  but  only  obtained  so  tardy  an 
amelioration,  that  it  required  eight  or  ten  generations  to  produce  a 
down  simply  equal  to  their  inferior  quantity  and  quaUty  when  com- 
pared to  the  produce  of  the  Cashmere  Angom." 

From  the  opinion  generally  entertained  of  their  value,  and  by 
several  eminent  manufacturers,  of  the  peculiar  qualities  of  their 
improved  down,  with  the  interest  they  express  in  their  intended 
introduction  into  the  British  Colonies,  W.  Riley  revisited  France, 
and  again  induced  M.  Polonceau  to  admit  of  a  similar  selection 
from  his  herd  with  also  two  bucks  and  two  does  of  the  pure  Angora 
race  from  the  Duchesse  de  Beri. 

ORIGIN  AND  PROGRESS  OF  THE  NEW  RACE  OP  CAPH- 
MERE  OR  ANGORA  GOATS. 

M.  Polonceau  created  the  new  race  of  Cashmere  Angora  goats, 
in  1822,  by  crossing  the  pure  Cashmeres  imported  into  Prance  by 
M.  Ternaux  and  M.  Jaubert,  (Monsieur  Jaubert  has  been  a  member 
of  the  Chamber  des  Deputies  for  several  years  past,)  under  the  pro- 
tection and  patronage  of  the  French  government,  in  1829,  with  the 
pure  breed  afterwards  introduced  into  France  fiK>m  Angora. 
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Since  that  period  he  has  unreraittingly  persevered  in  the  improve- 
ment  so  immediately  effected,  and  has  proved  during  the  several 
years  which  have  elapsed,  that  an  entire  satisfactory  result  in  the 
union  of  the  most  essential  qualities  of  down,  abundance,  length, 
fineness,  lustre,  and  softness,  was  accomplished  by  the  first  cross, 
without  any  return  having  ensued  to  the  individual  characters  of 
either  of  the  primitive  races,  and  in  consequence,  he  has  since 
constantly  propagated  the  produce  of  that  cross  among  themselves, 
careful  only  of  preserving  animals  entirely  white  and  of  employing 
for  propagation  those  bucks  which  had  the  down  in  the  greatest 
quantity  and  erf  the  finest  quality  with  the  smallest  proportion  of 
hair. 

In  1826,  the  ^^  Societie  Royale  et  Gentrale  d'  Agriculture  de  Paris" 
acquainted  with  the  interesting  result  of  M.  Polonceau's  flock,  being 
at  that  time  in  the  third  generation,  and  considering  that  the  down 
of  this  new  race  was  more  valuable  than  that  of  the  East,  and  that 
it  was  the  most  beautiful  of  filaceous  materials  known,  as  it  com- 
bines the  softness  of  Cashmere  with  the  lustre  of  silk,  awarded  him 
their  large  gold  medal  at  their  session,  4th  April  1826,  and  nom- 
inated him  a  member  of  their  society  in  the  following  year. 

In  1827,  at  the  exhibiti(xi  of  the  produce  of  National  Industry, 
the  jury  appointed  to  judge  the  merits  of  the  objects  exposed,  also 
awarded  him  their  medal. 

At  present  the  animals  are  in  the  twelfth  generation,  their  health 
and  vigour,  the  constancy  of  their  qualities,  and  abundance  of  their 
down  without  any  degeneration,  prove  that  this  new  race  may  be 
regarded  as  one  entirely  fixed  and  established,  requiring  solely  the 
care  that  is  generally  observed  with  valuable  breeds ;  that  is  to  say, 
a  judicious  choice  of  those  employed  for  their  reproduction,  and  in 
such  a  climate  as  New  South  Wales  it  may  be  reasonably  expected 
that  the  brilliant  qualities  of  their  down  may  yet  be  improved  as 
has  been  so  eminently  the  case  with  the  wool  of  the  merino  and 
Saxon  sheep  imported  there. 

M.  Polonceau  has  goats  that  have  yielded  as  many  as  thirty 
ounces  of  the  down,  in  one  seasMi,  and  he  states  that  the  whole  of 
his  herd  produce  from  twelve  to  twenty  ounces ;  thus  showing  the 
astonishing  advantages  this  new  breed  has  over  the  uncrossed  Cash- 
mere, which  never  jrield  more  than  four  ounces  and  seldom  exceed 
two  ounces  each. 

This  gentleman  also  states,  that,  the  Cashmere  Angora  goats, 
are  moie  robust  and  more  easily  nourished  than  the  common  goat, 
and  thai  thev  are  less  eapricimis  and  more  easily  managed  in  a 
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flock ;  and  from  the  experience  he  has  already  had,  he  finds  them 
much  more  docile  than  even  sheep.  They  prefer  the  leaves  of  trees, 
as  do  all  other  goats,  but  they  thrive  either  on  hay  or  straw,  or  green 
fodder,  or  in  meadows ;  they  also  feed  with  equal  friciUty  on  heaths, 
and  on  the  most  abrupt  decUvities,  where  the  sheep  would  perish ; 
they  do  not  fear  the  cold,  and  are  allowed  to  remain  all  the  winter 
in  open  sheds.  For  the  first  year  or  two  of  M«  P's.  experiments  he 
thought  it  prudent  to  give  them  aromatic  herbs,  firom  time  to  time, 
but  during  the  last  six  years  he  has  not  found  it  necessary.  He 
knows  not  of  any  particular  disease  to  which  they  are  subject,  his 
flock  never  having  had  any.  M.  P.  arranges  they  should  kid  in 
March,  but  occasionally  he  takes  ttto  falls  from  those  of  sufficient 
strength  during  the  year. 

The  down  commences  to  grow  in  September,  and  develc^pes  itself 
progressively  until  the  end  of  March,  when  it  ceases  to  grow  and 
detaches  itself,  unless  artificially  removed. 

To  collect  the  down,  he  waits  the  period  when  it  begins  to  detach 
itself,  and  then  the  locks  of  down  which  separate  from  the  skin 
with  little  force  are  taken  ofi*  by  hand ;  the  down  is  taken  from  the 
animals  every  three  or  four  days ;  in  general  it  fijist  begins  to  friU 
from  the  neck  and  shoulders,  and  in  the  following  four  or  five  days 
from  the  rest  of  the  body ;  the  collection  is  completed  in  the  space 
of  eight  or  ten  days.  Sometimes  the  entire  down  can  be  taken 
from  the  animal  at  one  shearing,  and  almost  in  an  unbroken  fleece, 
when  it  begins  to  loosen.  The  shearing  has  the  advantage  of  pre- 
serving more  perfectly  the  parallelisms  of  the  individual  filaments, 
which  much  increase  the  facility  of  combing  and  preparing  the 
down  for  manufacture. 

The  mills  for  spinning  Cashmere  wool  have  multiplied  very  much 
of  late  years  in  France,  and  the  prices  of  the  yam  have  fallen  from 
25  to  30  per  cent,  notwithstanding  their  improved  fineness  and 
quality.  There  is  a  fabric  made  with  a  mixture  of  Cashmere  down 
and  spun  silk,  which  is  becoming  very  general :  one  of  the  manu- 
fecturers,  M.  Hindenlang,  exhibited  samples  of  Cashmere  cloth 
woven  with  yarn  as  fine  as  No.  130  for  warp,  and  No.  228  for 
weft. 

Messrs.  Polino,  Brothers,  of  Paris,  produced  an  assortment  of 
Cashmere  pieces  from  22  to  100  francs  per  yard,  dyed  of  every 
fancy  shade :  their  establishment,  at  Ferti  Bernard,  employs  700 
operatives  with  an  hydrauUc  wheel  of  60  horse  power. 

The  Oriental  Cashmere  shawls  are  woven  by  processes  extremely 
sbw,  and  consequently  costly,  whence  their  prices  are  very  high  \ 
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Still  sold  in  Pftris  at  from  3500  to  2500  francs  each,  and  even 
50,000  francs  have  been  paid  for  one  shawl.  It  became  necessary, 
therefore,  either  to  rest  satisfied  with  work  which  should  have 
merely  a  surfece  appearance,  or  contrive  economical  methods  of 
weaving,  to  produce  the  real  Caahmere  style  with  much  less  labour. 
By  the  aid  of  the  draw  loom,  and  still  better,  the  Jacquard  loom, 
M.  Temaox  fiist  succeeded  in  weaving  Cashmere  shawls  perfectly 
similar  to  the  Oriental  in  external  aspect,  which  became  frishionable 
under  the  name  of  French  Cashmere.  But  to  produce  shawls  al- 
together identical  on  both  sides,  with  the  Eastern,  was  a  more  diffi- 
cult task,  which  was  accomplished  only  at  a  later  period  by  M. 
Bauson  of  Paris. 

In  both  modes  of  manu&cture,  the  piece  is  mounted  by  drawing 
the  warp  through  the  harness  and  ground  beadles,  as  is  commonly 
practised  for  warps  in  the  Jacquard  loom.  The  weaving  of  imita- 
tion shawb  ia  executed  as  usual  by  as  many  shuttles  as  there  are 
colours  in  the  design  or  pattern,  and  which  are  thrown  across  the 
warp,  in  the  order  established  by  the  design.  The  greater  number 
of  these  weft  yams  being  introduced  only  at  intervals  into  the  web 
when  the  composition  of  the  pattern  requires  it,  they  remain  float- 
ing loose  at  the  back  of  the  piece  and  are  cut  afterwards  without 
affecting  in  the  least  the  quality  of  the  texture,  but  there  is  a  con- 
siderable waste  of  yam  in  the  weaving,  which  is  worked  up  into 
carpets. 

The  weaving  of  the  imitation  of  real  Cashmere  shawls  is  differ- 
ent from  the  above.  The  yams  intended  to  be  for  the  weft  are 
not  only  equal  in  number  to  the  colours  of  the  pattern  to  be  imitated, 
but  besides  this,  as  many  little  shuttles,  (like  those  used  by  em- 
broiderers and  lace  manufocturers;  See  Figs.  136  and  136,)  are 
filled  with  these  yams  as  there  are  to  be  coburs  repeated  in  the 
breadth  of  the  piece,  which  renders  their  number  considerable  when 
the  pattern  is  somewhat  complicated  and  loaded  with  colours ;  each 
of  these  small  bobbins  or  shuttles  passes  through  only  that  portion 
of  the  flower  or  pattern  in  which  the  colour  of  its  yarn  is  to  appear, 
and  stops  at  the  one  side  and  the  other  of  the  cloth,  alternately, 
exactly  at  its  hmit ;  it  then  retums  upon  itself  after  having  crossed 
the  thread  of  the  adjoining  shuttle :  from  this  reciprocal  intertex- 
ture  of  all  the  yams  of  the  shuttles,  it  results,  that  although  the 
weft  is  composed  of  a  great  many  different  threads  they  no  less 
constitute  a  continuous  line  in  the  whole  breadth  of  the  web  upon 
which  the  lay  or  batten  acts  in  the  ordinary  way. 

We  see,  therefore,  that  the  whole  art  of  manuftctoring  this 

36 


Digitized  by  VjOOQIC 


274  THE    ART    OF    WEAVING. 

Cashmere  cloth  consists,  in  avoiding  the  confusion  of  the  shuttles, 
and  in  not  striking  up  the  lay  till  all  have  fulfilled  their  function. 
The  labour  does  not  exceed  the  strength  of  a  woman,  even 
though  she  has  to  direct  the  loom  and  work  the  treadles :  seated  on 
her  bench  at  the  end  opposite  to  the  middle  of  the  beam,  she  has 
for  aids,  in  weaving  shawls  from  45  to  52  inches  wide,  two  girl  ap- 
prentices, whom  she  directs  and  instructs  in  then*  tasks.  About 
four  hundred  day's  work  are  required  for  a  Cashmere  shawl  of  that 
breadth. 

In  the  Oriental  process  all  the  figures  in  relief  are  made  simply 
with  a  slender  pirn,  without  the  shuttle  used  in  European  weaving. 
By  the  Indians,  the  flower  and  its  ground  are  made  with  the  pirn 
by  means  of  an  intertwisting  which  renders  them,  in  some  measure, 
independent  of  the  warp. 

Considered  in  reference  to  their  materials,  the  French  shawls  pre- 
sent three  distinct  classes,  which  characterize  the  three  febrics  of 
Paris,  Lyons,  and  Nimes.  Paris  manufactures  the  French  Cashmere, 
so  called,  of  which  both  the  warp  and  the  weft  are  the  yarn  of  pure 
Cashmere  down  ;  this  web  represents  with  fidelity,  the  figures  and 
the  shades  of  colour  of  the  Cashmere  shawl  which  it  copies :  the 
deception  would  be  complete  if  the  reverse  of  the  piece  did  not  show  . 
the  cut  ends,  as  in  common  shawl  weaving.  The  warp  of  the 
imitation  Hindoo  shawl,  also,  woven  at  Paris,  is  composed  of 
spun  silk,  which  reduces  its  price  without  much  impairing  its 
beauty. 

Lyons,  however,  has  made  the  greatest  progress  in  the  manufec- 
ture  of  shawls ;  it  excels  particularly  in  the  texture  of  its  Thibet 
shawls,  the  weft  of  which  is  a  mixture  of  wool  and  spun  silk. 

Nimes  is  remarkable  for  the  low  price  of  its  shawls,  in  which, 
spun  silk,  Thibet  down,  and  cotton  are  all  worked  up  together. 

It  appears  that  M.  L.  Girad,  at  Livres,  near  Paris,  has  succeeded 
best  in  imitating  Cashmere  shawls,  exhibiting  all  the  variety  of  de- 
sign and  colouring,  which  appears  in  the  Oriental 

The  shawl  merchants  of  India  admire  the  ingenuity  of  the 
French  artists  in  imitating  Cashmere  shawls,  but  condemn  the 
cloth  on  account  of  its  harshness,  which  may  consist  in  a  difference 
in  the  twisting  of  the  yarn.  In  the  shawl  country,  there  are  three 
coloured  wools,  white,  light  brown,  and  dark  brown,  the  two  last 
are  from  Thibet,  the  other  from  Bholkera ;  the  light  brown  will 
receive  four  colours,  viz.,  black,  blue,  green  and  brown ;  the  dark 
brown  will  receive  only  black,  brown  and  blue.  The  shawl  mer- 
chants state,  that  the  colours  in  the  English  shawls  are  fugitive. 
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The  colours  now  used  do  not  exceed  fifty  in  the  most  elaborate  pro- 
ductions of  the  Cashmere  loom.  Formerly  it  was  said  that  three 
hundred  shades  of  colour  were  used. 

The  embroidery  is  not  worked  with  the  needle  but  woven  in  the 
cloth.  The  patterns  are  read  off  from  a  book,  and  not  from  a 
drawing.  There  is  an  embroidery  language,  by  which  the  colours, 
number,  division,  and  distribution  and  manipulations  of  the  threads, 
and  the  forms  and  sizes  of  the  flowers,  foUage,  &c.,  are  symbolical- 
ly designated.  The  looseness  of  twist  in  the  web  is  owing  to  being 
done  by  the  hand  ;  these  objections,  however,  have  all  lately  been 
remedied  by  the  ingenuity  of  the  French  artists,  and  particularly 
Messrs.  Polino  Brothers,  of  Paris. 


SECTION   EIGHTH. 


LACE  MANUFACTURE. 


The  history  of  the  arts  furnishes  no  instance  of  such  remarkable 
changes  in  the  wages  of  labour,  and  no  such  instructive  lessons  of 
the  influence  of  mechanical  improvements,  as  that  afforded  by  the 
manufacture  of  bobbin-net  lace.  For  some  time  after  its  commence- 
ment, in  Nottingham,  in  the  year  1809,  it  was  common  for  an 
artizan  to  abandon  his  usual  occupation  and  betake  himself  to  a 
lace  frame,  in  which  he  became  a  share  holder,  and  reaUze  by  work- 
ing upon  it,  from  20s.  to  40s.  per  day.  In  consequence  of  such 
enormous  earnings,  Nottingham,  with  Loughborough,  and  the 
neighbouring  villages,  very  soon  became  the  theatre  of  an  epidemic 
mania,  unequalled  in  modern  times.*  Many  unfortunate  individuals, 
although  destitute  of  mechanical  genius  or  even  talent  of  any  kind, 
tormented  themselves  both  day  and  night  with  schemes  of  bobbins, 
pushers,  lockers,  point-bars,  and  needles  of  every  variety  of  shape 
imaginable,  till  their  minds  got  permanently  bewildered.  Indeed, 
several  lost  entirely  what  Uttle  sense  they  once  possessed ;   and 


*  For  an  account  of  the  lace  and  net-work  manufactures  in  ancient  days^ 
the  reader  is  referred  to  page  5,  and  from  page  41  to  57. 
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Others  after  eherubing  Tisioiis  of  the  moA  unboanded  wealth,  as  in 
the  dreamy  age  of  alchemy,  finding  their  projeota  abortive,  sunic 
into  the  lowest  depths  of  despair,  and  committed  suicide,  by  bUnring 
out  their  brains? 

Bobbin-net  lace  is  a  light  semi-transparent  textnre  of  fine  cotton 
thread,  arranged  in  hexagonal  meshes.  This  species  of  cloth  or 
web  is  produced  by  means  of  a  warp,  the  same  as  in  plain  weaving, 
except  that  the  threads  are  further  apart.  A  specimen  of  this  tex- 
ture is  represented  at  Fig.  132. 

fig,  tSSL 


The  weft  or  filling,  however  is  applied  in  quite  a  different  way  from 
that  of  plain  doth :  it  consists,  in  the  first  place,  of  an  equal  number  of 
threads  with  the  warp ;  and  these  weft  threads  are  made  to  revolve 
round  every  two  threads  of  the  warp,  which  changes  the  relative 
positions  of  the  waip  threads.  Second. — ^Among  all  the  pairs  of 
the  waip-threads  which  have  been  thus  twined  together  by  weft- 
thread,  one  of  them  is  shifted  to  the  neighbouring  warp-thread  upon 
the  left,  and  connected  to  it  by  the  convolution  of  the  weft  thread  ; 
after  which,  the  shifted  warp-threads  change  back  to  their  first  po- 
sition, where  they  are  again  entwined  or  laced  together  by  the  weft 
thread,  as  before ;  «nd  the  other  threads  of  these  pairs  shift  to  the 
right  and  are  entwined  or  laced  together  in  the  same  manner  as 
the  first  or  left  hand  set  were.  Third. — While  this  maneuvering  in 
the  positions  of  the  warp  threads  is  in  progress,  the  weft  threads 
which  entwine  or  lace  them  together,  cdso  move  to  one  side,  and 
after  the  warp-threads  have  been  laced  or  entwined  twelve  times 
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with  a  weft-thmad,  the  latter  mores  aidevays  through  oae  interval 
of  the  warp-thread,  and,  if  it  were  coloured,  would  produce,  in  the 
course  of  &bricatiiig  the  cloth,  a  dk^^onal  line  across  it.  The  man- 
u&cture  of  lace,  therefore,  diflbrs  from  plain  weaving,  in  this,  that 
the  threads  of  the  warp  are  not  alternately  raised  and  depressed, 
for  the  purpose  of  introducing  the  weft,  but  are  shifted  laterally 
to  the  next  pair,  to  which  they  become  united  by  the  weftrthreads, 
working  likewise  in  pairs,  eadh  of  them  entwining  two  individual 
threads  at  once,  as  in  the  manner  above  explained. 


I\g.l33 


Fig.  133  will  give  the  reader  a  more  ooiiect  idea  of  the  nature 
or  mode  of  manufticturing  this  species  of  texture,  by  the  crossing  or 
twining  of  the  warp  and  weft-threads  together.  This  specimen  shows, 
upon  a  magnified  or  enlarged  scale,  how  the  fobric  is  }Nroduced  from 
the  conjunction  of  three  threads ;  one  of  which  proceeds  from  the 
top,  downwards,  in  a  winding  or  wave  line  (constituting  Hogarth's 
line  of  beauty;)  the  second  of  these  threads  runs  towards  the 
right,  and  the  third  to  the  left,  crossing  each  other  obliquely  in  the 
centre  between  each  two  meshes  throughout  the  series,  as  shown 
in  the  Fig.  The  warp-threads,  as  before  stated,  are  placed  perpen- 
dicularly in  the  machine,  and  derive  their  curvature  from  the  ten- 
sion of  the  obliquely  disposed  weft-threads,  by  which  they  are  alter- 
nately drawn  to  the  right  ajid  to  the  left. 

The  weft-threads  which  are  to  pass  through  the  intervals  of  the 
warp,  in  order  to  interlace  or  entwine  two  threads  of  the  latter 
together,  are  wound  upon  little  bobbins  ;  one  of  which  is  represented, 
one  fourth  its  real  size,  at  Fig.  136,  where  both  an  edge  and  a  side 
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view  are  given.  It  conBists  of  two  thin  discs,  cut  out  from  sheet 
brass,  by  a  press  or  stamping  machine ;  and  they  are  so  connected 
or  riveted  together,  that  a  narrow  space  or  circular  groove  is  left  be- 
tween them,  as  shown  in  the  edge  view,  Fig.  136.  A  round 
hole  is  pierced  in  the  centre  of  each  bobbin,  as  shown  in  the  Fig., 
having  a  little  notch  or  jog  atone  point,  for  guiding  the  bobbin  upon 
a  spindle  with  a  feather  upon  it  to  fit  the  notch  or  jog ;  which  pre- 
vents the  bobbins  from  being  misplaced  on  the  spindle.  Any  con- 
venient number  of  these  bobbins  are  put  upon  a  spindle,  which 
spindle  is  then  arranged  in  a  suitable  winding  machine,  for  the 
purpose  of  filling  the  bobbins  with  weft-thread,  previous  to  being 
put  into  their  respective  working  positions  in  the  lace-frame.  After 
these  bobbins  have  been  filled  with  weft-thread,  each  of  them  is 
placed  within  a  small  iron  frame,  like  that  represented  at  Fig.  135, 
and  this  frame  is  known  to  lace  manufrictiurers  by  the  name  of  the 
bobbin-carriage :  Fig.  135  exhibits  a  side  view  and  section  of  this 
frame,  fourth  its  real  size.  Into  the  circular  or  gouged-out  space  of 
the  carriage,  the  bobbin  is  inserted,  so  that  the  g^rooved  border  of 
its  discs  embraces  the  narrow  edge  A  A ;  and  the  bobbin  is  kept 
from  friUing  out  by  the  pressure  spring  B^  which  spring,  also,  com- 
municates sufficient  friction  to  prevent  it  from  revolving  too  easily, 
but  yet  allows  the  thread  to  be  given  oflf,  when  pulled  with  gentle 
force.  The  thread,  as  it  comes  from  the  bobbin,  escapes  through 
the  eye  C,  at  the  upper  side  or  the  top  of  the  carriage ;  after  which, 
it  takes  its  relative  position  in  the  formation  of  the  lace. 

The  variety  of  mechanical  combinations  to  which  this  manufac- 
ture has  given  birth,  is  without  a  parallel  in  any  other  branch  of 
the  arts.  Since  1809,  when  Mr.  Heathcoate  obtained  his  first  suc- 
cessful patent,  a  great  number  of  other  patents  have  been  granted 
for  making  lace.  But  we  shall  confine  ourself  to  giving  a  faithful 
description  of  the  most  recent  improvements  which  have  been  made 
in  the  manufacture  of  this  kind  of  texture,  namely,  by  the  ingen- 
ious Jolm  Heathcoate,  of  Tiverton,  county  of  Devon,  a  gentleman 
who  may  with  justice  be  called,  the  fiither  of  the  lace  manufacture 
in  Europe ;  and  William  Crofts,  an  ingenious  mechanic  of  Rad- 
ford, county  of  Nottingham,  with  whose  improvements  we  shall 
commence. 

Mr.  Crofis'  first  invention  consists  in  a  mode  of  producing  orna- 
mental spots  on  a  plain  bobbin-net ;  which  spots  are  formed  while 
the  lace  is  in  progress  of  fribrication,  by  means  of  coiling  up  and 
accumulating  certain  of  the  warp  threads  into  masses,  so  as  to  pro- 
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duce  qpots  at  such  parts  of  the  plain  net  as  are  required  to  form  the 
intended  pattern. 

The  invention,  is  an  application  of  peculiarly  jointed  wires,  in  con- 
junction with  hooks  for  catching  the  threads  which  are  to  be  looped 
up,  in  order  to  form  spots,  with  certainty  and  &cility ;  the  action  of 
the  hooks,  being  aided  by  the  pointed  wires,  enables  the  machinery 
to  perform  without  interruption,  the  backward  and  forward  swing- 
ing motions,  which  are  usually  given  to  the  bobbins  and  carriages, 
in  circular  comb  rotary  machines. 

Fig.  134. 


Fig.  134  represents  the  operating  parts  of  a  lace  machine,  taken 
in  transverse  section.  When  the  spots  are  about  to  be  formed,  the 
front  working  points  K,  are  drawn  towards  the  front  of  the  machine 
out  of  their  working  positions,  and  remain  in  a  state  of  inactivity, 
during  the  formation  of  the  spots.  The  bobbins  A*  and  B,*  with 
their  threads  a,*  and  b,*  intended  to  form  the  spots,  are  then  selected 
by  the  pushers  3,  and  projected  forward  out  of  their  places  in  the 
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back  combfl  E,  into  the  front  combs  D.  The  bobbins  A  and  B,  not 
used  for  forming  the  spots,  are  locked  in  the  back  combs  E,  during 
the  spotting  operation,  by  the  Made  /,  on  the  back  locker  bar  F. 
There  is  Ukewise  another  Uade  2,  altalched  to  the  cdlars  8,  on  the 
locker  bar  F,  by  means  of  which  the  bobbins  A*  and  B*  can  be 
locked  in  the  back  combs  E  when  required.  The  k^ker  bar  F 
receives  motion  from  a  lever  g]  and  the  collars  8,  receive  motion 
from  a  lever  10 :  both  kvers  are  worked  by  cams,  not  shown  in  the 
drawing.  There  is  another  locker  bar  F*,  ix  working  the  carriages 
in  the  front  combe  D.  The  pointed  wire  bar  7  and  the  hook  bar 
13,  are  attached  to  the  lever  14,  by  the  same  pin,  but  may  receive 
slight  shogging  motions,  the  one  independent  of  the  other ;  they 
are  raised  and  depressed  by  the  lever  14,  which  receives  its  motion 
from  various  other  levers  and  cams,  but  unnecessary  to  show  in  the 
drawings,  as  every  person  at  all  acquainted  with  the  lace  manufeic- 
ture,  will  readily  be  able  to  undeisland  them.  The  pointed  wires 
6,  and  hooks  1,  are  represented  as  descending  amongst  the  bobbin 
threads,  which  are  pressed  on  one  side  by  the  pointed  wires  6,  in 
order  that  they  may  be  caught  by  the  hooks  1 ;  and  these  on  as- 
cending, loop  the  threads  around  the  grooved  back  points  G,  and 
the  additional  back  points  6 ;  at  the  same  time,  the  bobbin  threads, 
by  a  suitable  movement,  are  whipped  twice  round  their  respective 
warp  threads. 

The  back  points  G,  lie  hdom  the  additional  back  points  6,  w^ich 
enter  into  the  grooves  in  the  points  G  and  assist  in  making  the 
spots,  as  well  as  of  keeping  them  in  correct  form.  Their  mode  of 
appUcation  is  shown  in  the  figure ;  the  points  G  being  withdrawn 
as  soon  as  the  spotting  is  effected;  leaving  the  points  6  in  the 
centre  of  the  qpots  in  order  to  retain  them  in  their  places,  until  the 
points  G  are  again  inserted  between  the  threads,  beneath  the  spots. 

The  bar  ^'  of  the  grooved  back  points  G,  is  attached  to  the  lever 
A,  by  which  it  is  worked,  and  the  iMir  11,  of  the  additional  points  6, 
is  attached  to,  and  worked  by  the  lever  12.  The  front  points  K 
are  coimected  to,  and  worked  by  the  lever  M.  H  is  the  front  driving 
bar,  and  I  is  the  back  one.  The  bars  of  the  front  and  back  guides 
for  the  warp  threads  are  marked  /,  t.  The  wire  and  hook  bars,  13 
and  7,  are  guided  up  and  down  in  front  of  the  warp  threads  by  the 
point  of  a  gauge  screw  21,  bearing  against  the  inclined /ace  of  a 
fixed  conducting  guide  22,  fastened  to  the  top  of  the  framing. 

The  particular  features  of  novelty  in  this  part  of  Mr.  Crofts's  ma* 
chinery  are,  the  points  and  books  above  described,  for  selecting  and 
drawing  up  the  threads ;  the  i^ticatkm  of  the  additional  back 
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points,  for  the  purpose  of  keeping  the  spots  and  meshes  of  the  net 
in  correct  form ;  and  also  in  arranging  the  various  parts  of  the  ad- 
ditional machinery,  which  is  requisite  for  working  spots  in  bobbin- 
net  lace ;  also,  in  combining  such  arranged  spotting  machinery, 
with  the  usual  parts  of  rotary  machinery,  so  that  the  spotting  ma- 
'  chinery  may  be  put  in  action  to  produce  patterns  in  the  lace,  by  the 
same  rotary  impulse  which  causes  the  plain  net  to  be  made,  through 
the  ordinary  evolutions  of  the  machinery  to  which  the  spotting  ap- 
paratus is  appended ;  and  also  in  arranging  in  Uke  manner,  the 
various  parts  of  spotting  machinery,  so  as  to  dispense  with  any 
selection  of  particular  bobbins  and  carriages,  and  combining  such 
arranged  spotting  machinery  with  the  ordinary  fluted  roller  machi- 
aery. 

Hg.  137. 


The  improvements  shown  in  Fig.  137,  consist  in  a  method  of 
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combming  the  spotting  machinery  with  ordinary  fluted  roller  ma- 
chinery. In  fluted  roller  machinery,  no  selection  can  be  made  of 
the  bobbin  carriages,  which  are  to  be  used  in  ^[lotting  ;  because 
all  the  carriages  must  go  backward  and  forward,  in  complete  rows ; 
therefore,  whilst  the  spotting  is  going  on,  all  the  warp  threads  must 
remain  motionless,  without  shogging,  except  those  particular  warp 
threads  which  are  hooked  up  to  form  spots. 

To  effect  the  shogging  of  particular  warp  threads,  four  extra 
series  of  guides  and  guide  bars,  marked  w,  jr,  y,  z,  are  provided  and 
are  applied  close  against  the  ordinary  guide  bars  /,  /,  in  the  usual 
manner  of  applying  extra  guide  bars,  for  selvage  threads.  A  racking 
or  shogging  motion  is  given  to  two  of  these  extra  guide  bars  at 
each  time  of  spotting.  In  this  arrangement,  the  pointed  wires  6, 
muRt  have  two  prongs  each,  to  include  between  them  the  warp 
threads,  intended  to  form  the  spot ;  one  of  these  prongs  will  then 
bend  aside  the  warp  thread  included  between  them,  so  as  to  bear 
it  into  the  hook  I,  and  keep  it  securely  in  the  hook,  whilst  it  is 
going  up  to  the  points.  The  warp  threads  which  are  intended  to 
be  caught  or  hooked  up,  are  conducted  through  the  eyes  of  the 
extra  guides  tr,  x,  y,  2r,  and  are  supplied  from  two  extra  Avarp  rollers, 
(unnecessary  to  show  in  the  drawing,)  one  to  each  pair  of  guides. 
The  warp  roller,  which  supplies  the  other  ordinary  warp  threads,  is 
shown  at  S. 

The  fluted  rollers  R  R  R  R,  which  drive  the  bobbin  carriages,  are 
turned  by  a  toothed  sector  or  fan,  (in  the  usual  way,)  taking  into 
toothed  pinions,  attached  to  their  extremities.  The  action  is  so 
nearly  the  same,  whether  warp  threads  or  bobbin  threads  are  to  be 
taken  up,  that  further  explanation  is  unnecessary. 

Mr.  Crofts's  third  invention  or  improvement  in  lace  machinery 
consists  of  an  improved  mode  of  combining  together  and  actuating 
certain  parts  of  machinery,  already  known,  and  used  for  making 
bobbin-net  lace  ;  by  means  of  which  two  thicknesses,  or  tissues,  or 
webs  of  lace  net,  may  be  produced  together,  in  the  same  machine  ; 
that  is  to  say,  the  lace  liet  which  is  made  in  the  machines,  by  twist- 
ing together  the  bobbin  threads  and  warp-threads,  after  being  formed 
into  regular  meshes  by  the  taking-up  action  of  the  points,  is  wound 
or  rolled  up  around  the  lace  roller,  as  fast  as  it  is  made  ;  which 
lace  will  consist  of  two  thicknesses,  in  close  contact,  the  successive 
rows  of  meshes  of  both  nets  having  been  gathered  up  together  like 
one  net,  by  the  said  taking-up  action  of  the  points.  When  such 
lace  is  afterwards  unrolled  and  removed  from  ofi*  the  roller,  it  can 
be  separated  into  two  distmct  pieces  of  lace  net 
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This  improved  mode  of  Mr.  C's.  may  be  carried  into  effect,  by 
parts  of  fluted  bar  or  fluted  roller  machinery ;  which  is  so  called^ 
because,  the  bobbins  and  carriages  are  moved  backwards  and 
forwards  in  (he  combs  and  between  the  warp-threads,  by  means 
of  revolving  fluted  rollers,  the  flutes  of  which  act  between  corres- 
ponding teeth,  formed  at  the  under  side  of  the  carnages,  in  tlie 
same  manner  as  the  teeth  of  pinions  act  in  teeth  of  cog-wlieels  ;  or 
it  may  be  carried  into  eflfect,  by  parts  of  circular  comb  machinery, 
the  bobbins  and  carriages  of  which  are  moved  in  the  combs,  by 
Che  joint  action  of  what  are  called  swinging  driving  bars,  situated 
above  the  combs,  and  lockers,  situated  beneath  the  combs,  turning 
on  centres  ;  which  lockers  catch  projecting  nibs  at  the  under  sides 
of  tlie  carriages  (see  Fig.  234)  and  draw  them  out  from  between 
the  warp-threads  into  the  opposite  combs  to  those  from  which  they 
have  been  projected  by  the  previous  action  of  the  driving  bars. 

Pig.  138  represents  the  mode  of  operating  by  means  of  fluted 
roller  machinery.  The  bobbin  carriages  A  and  7,  have  teeth  at 
their  under  parts  to  be  acted  upon  by  tlie  flutes  of  the  rollers  C,  D, 
and  1,  in  order  to  move  the  carriages  backwards  in  the  combs  V,  F, 
and  2. 

These  combs  have  tongs,  projecting  from  them  at  each  end, 
which  are  cast  in  leads  to  hold  the  combs  together,  the  lead  at  one 
end  of  each  comb  being  adapted  to  be  screwed  against  the  comb 
bars  G,  H,  and  3,  as  usual  in  fluted  bar  machinery  ;  but  the  leads 
44  4,  by  which  the  extra  tongs,  at  the  opposite  ends  of  the  combs, 
are  united,  are  for  the  purpose  of  retaining  the  combs  steadily  at 
their  proper  distances  asunder. 

The  fluted  rollers  C,  U,  and  1,  which  drive  the  bobbin  carriages, 
are  situated  beneath  the  centres  of  the  combs  E,  F,  and  2,  respec- 
tively, in  the  arches  which  are  left  between  the  tongs,  and  are  sup- 
ported on  pivots  at  their  ends,  in  the  usual  manner  of  fluted  bar 
machinery,  each  roller  being  steadied  in  the  middle  of  its  lengili 
by  bearings  a,  b,  and  5,  to  prevent  it  from  bending  or  springing. 

The  guides  'B  and  6,  for  the  warp-threads,  are  cast  in  leads,  and 
are  screwed  on  guide  bars  1*  and  8.  These  guides,  instead  of 
being  close  together,  as  usual  in  fluted  bar  machinery,  are  placed  so 
far  apart,  that  the  middle  row  of  combe  2,  are  included  between 
the  two  rows  of  guides,  in-order  that  the  carriage  A  or  7,  may  pass 
completely  out  from  between  one  row  of  warp  or  guide  threads, 
before  the  same  carriage  makes  its  entrance  between  the  other  row 
of  warp  or  guide  threads ;  whereas,  in  common  fluted  bar  machin- 
ery,  the  carriages  must  pass  between  both  rows  of  warp  threads  at 


Digitized  by  VjOOQIC 


284  THE   ART   OF  WBAVINO. 


once.  The  guide  ban  1*  and  8,  are  capable  of  shogging  endways, 
in  order  to  rack  the  warp  threads,  as  usual  in  other  machines. 
The  racking  is  effected  by  a  lever  Z,  at  the  bottom  of  the  machine, 
actuated  by  a  cam,  by  which  lever  the  middle  comb  bar  3,  is 
racked  endways  when  required  to  produce  the  traversing  of  the 
bobbins/ 


*  A  rack  of  lace  it  a  certaiD  length  of  work,  counted  perpendicularly,  and 
eootains  240  meshes  or  holes. 


Digitized  by  VjOOQIC 


LACE   MANUFACTURE.  286 

The  bobbins  and  carriages,  combs  and  guides,  are  made  single 
tier  guage,  instead  of  double  tier  guage,  as  used  in  common  fluted 
bar  machinery.* 

The  middle  fluted  roller  1,  is  supported  on  pivots  at  each  end.  in 
bearings  affixed  to  the  end  of  the  middle  comb  bar  3,  so  that  it  will 
partake  of  the  racking  motion  of  the  middle  comb  bar :  each 
extremity  of  its  fluted  part  is  provided  with  what  is  generally  called 
a  "  tttm-ctgaivP  piece,!  of  the  same  kind  as  is  commonly  used,  at 
one  end  of  each  of  the  innermost  rollers,  in  ordinary  fluted  bar  ma- 
chines, for  permitting  the  turn-again  of  the  carriages,  that  is  their 
transfer  from  one  row  to  the  other,  at  the  ends  of  their  respective 
rows. 

Owing  to  the  short  length  of  the  combs,  and  to  their  being  con- 
nected by  lead  at  each  end,  it  would  be  difficult  to  take  out  car- 
riages from  the  combs  when  required ;  therefore,  to  permit  of 
drawing  out  the  carriages,  at  the  open  ends  of  the  combs,  the  two 
rollers  C  and  D,  are  each  supported  in  sockets  11,  11,  which  are 
fastened  in  the  manner  of  short  crank  bar  arms,  to  each  end  of  the 
horizontal  axles  or  spindle  bars  10,  10,  placed  parallel  to  the  comb 
bars.  Each  of  the  axles  10,  are  supported  on  pivots,  so  as  to  be 
capable  of  turning  a  little  round,  in  order  to  let  down  the  fluted 
rollers,  as  much  as  may  be  requisite,  to  disengage  them  from  the 
teeth  of  the  carriages,  in  order  to  set  the  same  at  Uberty,  and  per- 
mit them  to  be  drawn  out  at  the  outer  or  open  ends  of  the  combs. 
The  pivots,  at  the  end  of  the  crank  bars,  are  supported  in  bearing 
sockets,  which  are  fastened  to  the  ends  of  the  comb  bars  ;  and  they 
may  be  steadied  in  their  centres  by  a  suitable  support,  fixed  to  the 
middle  of  the  comb  bar. 

When  the  fluted  rollers  C  and  D  are  let  down,  the  carriages, 
must  be  prevented  from  sliding  down  by  their  own  weights  in  either 
of  the  combs  E  or  F,  and  entangling  among  the  warp-threads. 
For  this  purpose  the  flat  bars  12,  12,  are  slidden  upwards  against 
the  inside  flat  surfaces  of  the  comb  bars  G,  and  H,  to  which  they 
are  held  by  screws,  passing  through  upright  slots  in  the  bars,  and 
fixed  into  the  comb  bars :  thus,  the  bars  12,  12  are  enabled  to  be 
*        -  -  -  -  ■ 

*  The  term  ^^gcsuge^*  in  the  lace  manufkcture,  means  the  number  of  galea, 
slits,  or  interstices,  in  one  inch  of  the  bolt  bar  comb. 

t  The  Nottingham  lace  manufacturers  give  this  part  of  the  machinery  the 
appellation  of  "  tuwrogain^^  being  a  corruption  of  the  phrase  "  tvmragaitL^^ 
This  tumrogain  bears  just  about  the  same  relation  to  the  words  turn  again, 
that  Hingland  bears  to  England^  Hireland  to  Irdeaidy  or  Halbany  to  Albany, 
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alidden  upwards  on  these  screws,  in  order  that  their  upper  edges 
may  raise  the  under  side  of  the  carriages  and  stop. 

The  bars  12,  12,  must  be  raised  up  to  the  carriages  at  the  same 
instant  that  the  fluted  rollers  are  let  down ;  which  is  effected  by 
a  small  elbow  lever  13,  poised  upon  a  centre-pin  14.  The  lower 
arm  of  each  elbow  lever  13,  has  a  notch  or  opening  in  its  end,  to 
receive  a  flange  at  the  lower  edge  of  the  bar  12,  and  the  upper 
arm  of  the  elbow  lever  13,  has  also  a  notch  or  opening  in  its  end, 
to  receive  a  tooth  at  the  end  of  a  short  arm  15,  which  projects  out 
from  the  crank  bar  axis  10,  and  acts  in  the  manner  of  a  short 
lever  to  raise  up  the  flat  bar  12,  by  moving  the  elbow  lever  13. 
When  the  fluted  rollers  are  raised  up  again,  the  bar  12,  is  withdrawn 
by  the  same  movements.  ' 

Rotary  motion  is  given  to  the  fluted  rollers  C,  D,  and  I,  by  a 
sector  L,  taking  into  pinions  at  the  end  of  the  axle  of  each  roller. 
The  sector  L  hangs  loosely  upon  one  of  the  main  centre-pins,  and  is 
moved  backwards  and  forwards,  with  a  vibrating  or  pendulous  mo- 
tion by  means  of  a  link  d,  from  the  upper  end  of  a  lever  behind  the 
machine,  which  receives  its  power  from  a  pair  of  cog  wheels.  The 
warp-threads  for  both  pieces  of  the  double  net,  may  be  supplied 
from  one  large  warp  roller,  such  as  is  commonly  used  in  other  lace 
machines,  instead  of  the  two  marked  K  and  g. 

The  mode  of  operating  in  circular  comb  machinery,  is  shown  in 
Fig.  139.  The  combs  are  placed  in  three  rows,  as  before  described, 
but  their  shape  is  a  little  difierent,  because  the  lockers,  which  are 
to  act  beneath  them,  will  not  permit  of  having  projecting  tongs  (as 
in  Fig.  138,)  at  the  end  of  each  comb.  The  middle  comb  2,  has 
the  tong  in  the  centre  of  its  length,  and  the  back  and  front  combe, 
have  their  tongs  at  their  ends. 

The  form  of  the  carriages  is  similar  to  those  used  in  circular 
comb  machines,  with  two  nibs  or  teeth,  at  the  under  side  of  each 
carriage  for  the  blades  c,  a,  of  the  locker  to  take  hold  of  (see 
Fig.  136.) 

The  lockers  C,  D,  are  the  same  as  in  common  circular  comb 
machinery  ;  and  are  placed  beneath  the  front  and  back  combs,  E, 
and  F,  in  a  suitable  position  for  their  blades  c,  and  a,  to  catch  the 
outer  teeth  of  the  carriages  which  are  pushed  into  the  combs  over 
the  lockers,  so  as  to  draw  out  those  carriages  from  between  the 
warp-threads,  when  the  blades  of  the  lockers  are  turned  upwards, 
but  when  they  are  turned  downwards,  their  acting  edges  descend 
below  the  range  of  the  nibs  of  the  carriages  and  allow  the  nibs  to 
pass  over  them.    There  are,  likewise,  two  other  lockers  22,  and  19, 
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Fig.  139. 


with  blades  21,  20,  which  asBiat  in  pasdng  the  carriages  out  of  the 
ceatre  combs ;  they  are  raised  by  the  upright  sliding  rod  23,  'iif  hicb 
supports  the  sockets  of  the  lockers ;  y  and  z,  are  links  attached  to 
the  locking  lever. 

The  driving  bars  L  and  M,  are  the  same  as  are  used  in  circular 
comb  machinery,  and  act  with  a  vibrating  or  pendulous  motion, 
to  push  the  carriages  along  in  their  combs  and  pass  them  beneath 
the  warp-threads,  but  the  driving  bars  L,  M,  cannot  push  the  car- 
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riages  quite  through  the  warp-threads:  therefore,  as  soon  as  the 
nibs  of  the  carriages,  which  are  foremost,  get  far  enough  over  the 
blade  of  that  locker,  situated  at  the  opposite  side  of  the  warp-threads, 
then  that  locker  is  turned  up  and  its  blade  will  draw  those  carriages 
quite  through  the  warp-threads. 

The  leading  features  of  novelty  in  this  part  of  Mr.  Crofts'  ma- 
chinery consist  in  combining  and  arranging  certain  parts  in  such  a 
way  as  to  have  a  middle  row  of  combe,  with  a  row  of  warp-threads, 
on  each  side  of  those  middle  combe,  whereby  one  row  of  carriages 
may  be  passed  entirely  through  one  row  of  warp-threads,  before 
the  other  carriages  arrive  at  the  other  row  of  warp-threads ;  and  of 
actuating  the  parts  of  machinery,  for  making  lace,  with  suitable 
racking  movements  to  cause  parts  to  make  a  double  web  or  tissue 
of  lace-net,  in  the  manner  herein  described ;  which,  when  taken 
out  of  the  machine,  can  be  separated  into  two  distinct  pieces  of  lace- 
net,  by  cutting  the  turn  again,  traversing  bobbin,  by  which  the  bor- 
ders or  edges  of  the  piece  of  double  net  were  united  together,  during 
its  fabrication. 

Mr.  Crofts'  fourth  improvement  in  lace-making  machinery  con- 
sists in  certain  alterations  or  arrangements  in  the  structure  and 
mode  of  working  that  class  of  lace  machinery  called  ^^the  levers^ 
and  the  circular  comb  machinery,  for  the  purpose  of  making  a  par- 
ticular pattern  of  lace,  having  Vdjgt  holes  in  it  at  certain  intervals, 
called  bullet  holes.t 

In  applying  this  improvement  to  the  lever  machine,  the  parts 
called  pcushers,  which  are  used  for  dividing  the  carriages  into  two 
ranges,  together  with  the  pusher-bars,  and  all  their  supports  and  ap- 
pendages, must  be  entirely  removed  from  the  landing  bars ;  because, 
in  the  proposed  method  of  working,  no  traveredng  of  the  carriages 
will  be  required.  The  c(xnb-bar  wheel,  with  its  bolt  and  connec- 
tions for  racking  the  front  comb-bar,  must  also  be  removed ;  the 
front  comb-bar  being  kept  stationary  by  its  gauge  screws. 

If  the  machine  has  been  used  for  making  narrow  breadths  of 
lace,  the  turn-again  combe  and  bar  are  removed,  and  the  back 
combs  cast  anew.  If  it  has  been  used  for  making  only  plain  net, 
without  bullet  holes,  the  selvage  guides  are  removed  from  their  bars, 
and  their  racking  wheels  also. 

The  rachet  wheel,  on  the  axles  of  the  racking  wheels,  which  has 

*  The  machine  here  referred  to  (the  lever  machine)  vna  invented  by  Bfr. 
John  Leavers,  of  New  Radford,  in  the  year  181L 
t  See  «  Egyptian  Shebetz,"  page  4C  of  Introduction. 
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^ht  teeth,  must  be  changed  for  a  new  one,  with  only  mx  teeth ; 
and  the  guide-bar  racking  wheel  must  be  removed,  and  a  new  one 
cut,  having  three  steps  or  elevations  on  its  circumference.  The 
catch-bar  wheels,  for  lifting  and  letting  fall  the  catch  bars,  are  re- 
moved ;  and  others,  with  three  deep  notches,  are  substituted,  their 
ratchet  wheels  having  six  teeth.    The  number  of  points  are  to  be 
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douUed;  that  ii^  in  what  m  called  a  ten  point  machine,  twenty 
points  are  placed  in  every  mch. 

The  pump  apparatus  or  lever,  far  lifting  and  letting  fidl  the  catch 
bar  when  either  of  the  point  ban  come  down  and  go  up  agaio, 
must  be  disconnected  from  both  point  bars. 

Fig.  140  reprewnts  a  sectional  elevation,  taken  transversely 
through  the  machine,  for  the  purpose  of  showing  the  forms  and 
positions  of  the  working  parts.  The  ratchet  wheel  a,  which 
usually  has  eight  teeth,  must  be  changed  for  one  of  six  teeth  as  in 
the  figure. — This  ratchet  drives  the  notched  wheel  rf,  which  gov- 
erns the  half  way  or  dividing  stop.  This  stop  must  be  adjusted,  so 
as  to  catch  and  detain  the  back  landing  bar  /,  when  the  two  land- 
ing bars  /,  u,  are  quite  down,  or  closed  together,  instead  of  detain- 
ing them  at  a  little  distance  apart,  as  in  the  ordinary  positions,  for 
the  divided  carriages  to  be  caught  by  the  catch  bars,  in  common 
lever  machines. 

The  large  guide4iar  racking  wheel,  must  also  have  thirty-eix  teeth, 
and  the  large  racking  wheels,  for  the  extra  guide-bars,  for  bullet 
holing  also  have  thirty-six  teeth ;  none  of  which  parts  are  shown 
in  the  figure,  being  abeady  well  known  and  in  common  use.  The 
threads,  to  form  the  bullet  hdes,  are  provided  with  the  extra  guides 
m,  n,  o,  p,  which  are  attached  to  the  usual  guide-bar,  and  each 
receives  a  separate  racking  motion,  the  bullet  holes  being  fiMmed  by 
the  ordinary  method.  A  magnified  portion  of  the  lace  ornamented 
with  bullet  holes,  is  shown  at  Fig.  141. 

Pig.  141. 


The  ratchet  wheel  a.  affixed  to  the  notched  wheel  d^  is  turned 
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by  the  drivw  6,  and  in  place  of  driving-kafs  aod  lockera,  two  catch 
bars  r  r,  are  applied,  their  ratchet  wheel  «,  being  turned  by  the 
driver,  rf.* 

The  selvages  of  the  net  are  formed  by  strong  warp  threads, 
stretched  tight,  provided  by  a  roller,  distinct  from  the  warp  roller. 
In  applying  these  improvements  to  circular  comb  machinery,  the 
front  comb  bar  is  kept  stationary,  and  its  racking  wheel  is  removed. 
The  points  are  also  doubled  in  this  machine,  being  changed  from 
ten  points  to  twenty  points  per  inch.  The  racking  wheels  are 
changed  for  new  ones,— one  having  eight  different  projections,  and 
the  other  five,  which  are  turned  by  a  ratchet  wheel  of  twelve  teeth. 

We  are  informed  by  Mr.  Crofts  that  thb  kind  of  lace-net  (see 
Fig.  141)  wiU  be  of  a  much  more  simple  texture  than  ordinary 
bobbin-net,  being  without  traversing  threads,  and  therefore  can  be 
made  more  expeditiously. 

Having  given  the  r^er  a  fiuthful  description  (a  practical  one) 
of  Mr.  Crofti^  improvements  in  lace  machines  in  general,  and 
illustrated  the  same  by  suitable  engravings,  etc.  we  pass  on  to 
describe  a  few  improvements  of  quite  a  different  character,  made 
by  our  ingenious  and  worthy  friend,  John  Heathcoate  Esq.,  of 
Tiverton.  The  first  of  these  inventions  consists  in  a  new  mode 
of  manufacturing  bobbin  netrlace,  by  inserting  sewing  thread 
between  the  breadths  of  lace,  during  the  fabrication  and  finishing 
of  it  In  this  improved  mode,  the  lacing  thread  passes  in  front  of 
the  warp-thread  that  forms  the  selvage,  and  behind  the  two 
bobbin  threads  which  compose  the  meshes  of  the  lace,  and  then  re- 
passes in  front  of  the  warp-thread  to  the  adjoining  breadth,  on 
which  it  acts  in  a  similar  manner.  Another  part  of  the  improved 
mode,  consists  in  ornamenting  the  lace,  by  passing  the  lacing  thread 
round  the  two  bobbin  threads,  composing  the  top  of  the  meshes. 

Fig.  142  represents,  in  section,  the  principal  working  parts  of 
this  machine,  ci,  rf,  are  the  points;  /,/,  the  lockers;  g^  g^  the 
driving  bars ;  ^,  c,  the  combs ;  «,  the  lace  isoUer ;  a,  the  warp  roller ; 
A,  6,  are  the  ordinary  guide  bars,  with  their  guides. 

The  selvage  threads  are  supplied  from  the  roller  A,  one  row  of 
threads  passing  through  the  ordinary  guides  on  the  common 
guide  bar  A,  and  the  other  row  through  the  guide  6,  which  is  at- 
tached to  the  guide  bar  h.  The  ordinary  warp- threads  proceed 
from  the  roller  a,  through  the  guides  on  the  guide-bar  ft.  The  bar 
E,  is  called  the  "poppei  batj^^  and  has  a  vertical  movement,  for 
the  purpose  of  stopping  the  turn-again  carriages,  by  means  of  suit- 
able catches  on  its  upper  end.    The  parts  by  which  these  ioqwove- 
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ments  are  effected  are  tbe  guide  D,  and  the  lacing  thread  roller  C. 
The  guide  D  has  a  separate  racking  rooveinent  from  the  other 
guides.  The  improvement  in  this  pan  of  Mr.  IFs  invention  con- 
sists in  the  mode  of  inserting  the  lacing  thread,  by  passing  it  across 
the  warp-threads  and  behind  the  bobbin  threads  ;  and  likewise  the 
mode  of  ornamenting  the  lace,  by  passing  the  lacing  threads  round 
the  bobbin  threads,  which  compose  the  top  of  the  meshes. 

The  second  part  of  this  gentleman's  improvements,  in  lace  ma- 
chinery &c.,  which  we  shall  now  endeavour  to  explain,  consists 
in  a  method  of  manu&cturing  ornamental  work  or  figures  composed 
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of  edgings,  neiges,  tattings,  or  narrow  stripes,  of  gauze  or  of  any 
other  suitable  fkbric,  so  as  to  assume  new  forms  and  shapes,  by 
being  put  upon  pins,  arranged  to  receivethe  same,  in  curves,  angles, 
circles,  or  other  figures. 

The  indentation  required  for  producing  one  pattern,  and  the  form 
which  is  given  to  the  edgings  in  that  particular  design,  by  putting 
them  on  pins,  as  shown  at  Fig.  144,  will  sufficiently  illustrate  the 
nature  of  the  invention ;  and  it  will  be  evident,  that  by  var3ring 
the  forms  of  arrangement  of  the  pins,  with  corresponding  or  suit- 
table  indentations  or  spaces  in  the  edgings,  varieties  of  figures  or 
patterns  may  be  produced. 

The  third  part  of  Mr.  H's  inventions  consists  in  certain  machinery, 
tools,  implements,  or  apparatus,  to  be  used  in  applying  such  orna- 
ments, ornamental  work  or  figures. 


Fig.  144. 


Fig.  143  represents  a  side  view  or  elevation  of  the  machine, 
composed  of  the  large  cyUnder  A,  and  tlie  small  cyhnder  B,  and 
their  accessories,  mounted  upon  a  firame  C.     The  rim  of  the  large 
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cylinder  is  pierced  with  hxAes,  to  receive  the  pins  a,  a,  (see  Fig.  146 
ajid  146 ;)  which  holee  are  made  in  curreB,  or  other  figures,  ac- 
cording io  the  pattern  or  design  intended  to  be  produced,  as  will  be 
seen  more  clearly  in  the  plan,  Fig.  144.  These  pins  are  sustained 
by  a  curved  {date  D,  (see  Fig.  143  and  145,)  supported  from  the 
axis  of  the  cylinder  A,  within  or  underneath  the  upp^  portion  of 
the  cylinder  rim  A ;  which  plate  is  so  shaped  and  kept  stationary 
by  the  brace  e,  as  to  allow  the  pins  to  be  pressed  back  within  the 
perforated  cylinder  A,  as  they  are  successively  brought  in  contact 
with  the  small  cylinder  B ;  by  which  means  the  borders,  sprigs,  or 
other  figures,  are  Uberated  from  the  pins.  As  the  cylinder  A  re- 
volves, the  pins  a,  a,  descend  by  their  own  weight,  whereby  the  points 
again  project  from  the  cyUnder  A,  and  are  kept  by  die  curved 
plate  D,  in  that  position,  as  they  move  in  succession  towards  the 
upper  part  of  the  circle,  as  will  be  best  seen  detached  at  Fig. 
146. 

Upon  these  pins,  the  edgings  or  other  texture,  (which  may  be 
conveniently  supplied  from  the  bobbins  1 1,)  is  put,  and  the  re- 
volving of  the  cylinder  A,  carries  it  forward  towards  the  cylinder 
B,  which,  on  its  part,  draws  off  the  laoe-net,  or  other  fitbric,  fifom 
the  rdler  H,  and  bears  it  on  the  upper  part  of  its  surface  towards  the 
cylinder  A. 

The  sur&ces  of  these  two  cylinden^  A  and  B,  being  moved 
simultaneously  and  equally,  (by  means  of  the  wheels^  upon  their 
respective  axis,  working  into  each  other,)  die  net  and  the  edging  or 
border  are  brought  together,  and  pressed  cksely  betweco  them : 
over  the  small  cylinder  B,  the  siang  roller  E  (see  Fig.  143)  is  made 
to  press  upon  the  net,  the  surfisuse  of  the  roller  being  formed  accord- 
ing to  the  figure  which  the  edging  assumes  upon  the  cylinder  A. 
(See  a  sample  of  edging  on  the  cylinder  A,  at  Fig.  144} 

The  cement  is  applied  to  the  net  only  where  the  edging  will  come 
upon  it  when  the  pressure,  just  alluded  to,  causes  the  edging  to  ad- 
here to  the  sized  net  The  rotter  E,  is  supplied  with  size  or  cement 
by  a  small  roller  F  (see  Fig.  144)  the  under  surfeoe  of  wlndi  dqis 
into  the  trough  containing  the  same  (as  in  sizing  warps  for  power 
looms ;  and  as  the  rollers  E  and  F,  by  the  wheels  upon  their  res- 
pective axis  are  connected,  and  in  due  proportion  with  the  cylinders 
A,  and  B,  a  proper  e^piply  of  sine  is  in  suooession  applied  to  those 
parts  of  the  net,  or  other  fabric,  intended  to  receive  the  ornamented 
border  or  pattern. 

The  surfrtce  of  the  roller  E,  must,  of  course,  be  covered  with 
woollen  cloth,  or  other  suitable  elastic  substance,  which  will  yield  to 
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any  inequality  of  the  material  passing  under  it  G,  is  a  cylinder 
to  receive  the  lace ;  it  is  moved  by  a  band  or  belt  L,  passing  over 
the  cylinder  B,  which  it  causes  to  draw  the  lace  therefrom,  and  to 
ovetcome  any  tendency  which  it  may  have  to  adhere  to  the  cylin- 
der B.  But'to  prevent  the  lace  from  being  stretched  or  elongated, 
and  also  the  better  to  separate  it  from  the  cylinder  B,  a  number  of 
silk  threads  d,  are  passed  over  the  cylinder  B,  as  shown  at  Figs. 
143  and  144.  These  threads  effectually  strip  the  net  or  lace  from 
the  cylinder,  and  continue  in  contact  with  it  until  the  whole  opera- 
tion is  completed,  and  are  not  separated  from  it  until  the  lace  is 
taken  from  the  cylinder  O.  Wet  spunges  b,  6,  (see  Fig.  143)  are 
made  to  press  against  the  left  band  side  of  each  of  the  cylinders  A, 
and  B,  to  take  off  any  size  which  may  adhoe  to  them.  Motion  is 
given  to  the  cylinder  B,  (which  by  the  train  of  wheels  and  the  band 
or  belt  L,  communicates  it  to  the  other  cylinders  and  the  roller,)  by 
a  treadle  M ,  acting  upon  the  ratchet-wheel,  fixed  upon  its  axis  N, 
or  by  any  other  suitable  contrivance.  6,  e,  is  a  spring  governed 
by  a  set  screw  (see  Fig.  143)  which,  by  its  action  against  the  bear- 
ing of  the  cylinder  A,  regulates  the  pnesnie  upon  the  net  and  bor- 
der between  the  two  cyUnders  A  and  B. 

The  trough  which  coDtains  the  size  or  cement,  is  regulated,  so  as 
to  allow  a  proper  quantity  to  adhere  to  the  surfiioe  of  the  roller  F, 
the  excess  being  ralaiiied  by  the  oontact  or  pressure  of  the  side  of 
the  tit>ugh  agaioit  it;  which,  of  coarse,  is  well  understood. 

The  net  or  other  friltfic,  destined  to  receive  the  border,  is  to  be 
passed  alternately  under  and  over  the  wires  d^  in  order  to  keep  it 
flat  and  moderately  tight  Tensioii  cords  O,  and  weights  P,  are 
likewise  applied  to  the  bobbin  K,  and  cylinder  6,  so  as  to  give  the 
required  tensk>n  to  the  silk  thrsads  U  (see  Figs.  143  and  144)  and 
finished  work. 

For  the  purpose  <rf  better  ezhibitiBg  the  several  parts  of  the  ap- 
paratus, we  have  left  out  the  work  altogether  in  the  plan.  Fig.  144. 

It  may  be  useful  to  add,  that  the  wet  spunges  6,  (,  may  be  advan- 
tageously applied  10  the  sorbces  of  the  cylinders  A,  and  B,  by  the 
pressure  of  levers  and  springs. 

By  the  term  edginge^  is  meant,  aay  soitabk  stripes  of  woven  or 
maaufiictued  texture,  proper  for  being  fermed  into  figures  or  patr 
terns ;  and  die  Isrm  tenlsrs,  m  meant  to  de^gnate  such  edgings, 
formed  into  designs  aad  attached  to  nst,  nNalin,  or  other  suitable 
texture. 

We  havo)  to  the  sake  of  nora  chaily  dsseribiiig  Ak  po- 
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cess  or  manufacture,  shown  an  uninterrupted  succession  of  pattern 
or  design,  or  borders ;  but,  it  is  evident,  that  if  alternate  intervals 
or  spaces  were  left  between  portions  of  pattern,  detached  objects  of 
the  nature  of  sprigs,  groups,  or  boquets,  may  be  produced,  according 
to  the  taste  of  the  designer,  and  the  consequent  arrangement  of  the 
pins  a,  a,  and  the  roller  E,  by  which  the  gum  or  size  is  applied  to 
the  net. 

If  the  object  be  to  produce  imitation  of  Brussels  lace,  or  Honi- 
ton  sprigs,  the  edging  must  be  made  of  such  forms  and  materiab 
as  will,  when  formed  and  pressed  into  the  proper  shapes,  most 
nearly  resemble  the  work  made  by  the  hand  with  the  bobbins  or 
needles ;  and  the  method  of  sewing  them  to  the  net,  which  is  prac- 
tised with  regard  to  the  Brussels  and  Honiton  sprigs  may  be  adopt- 
ed ;  and  also  in  imitation  of  Chantilly  and  other  blonde  laces,  in 
case  it  should  be  deemed  necessary. 

The  pins  a,  a,  (one  of  which  is  shown  enlarged,  at  Fig.  146)  are 
suitable  where  the  edgings  have  holes  or  open  places,  by  which  it 
can  be  readily  put  upon  them ;  but  in  case  the  edging  is  of  a  close 
texture,  the  pins  must  be  smaller.  The  size  or  cement  may  be 
made  of  various  kinds  of  gum,  or  other  adhesive  matteis.  Gum- 
arabic,  dissolved  in  water,  and  of  the  consistence  of  thick  cream  will 
answer  the  purpose  very  welL 

We  shall  now  conclude  this  part  of  our  subject,  by  laying  before 
our  readers  a  copy  of  a  letter,  containing  an  account  of  the  speci- 
men of  ancient  Egyptian  lace  or  net,  to  which  we  alluded  in  the  in- 
troductory part  of  this  Work.    (See  pages  46  and  47.) 

A  representation  of  this  specimen  is  given  at  Fig.  147 ;  which 
we  think  demonstrates,  beyond  the  possibility  of  a  doubt,  that  the 
lace  machinery  used  by  the  ancient  Egyptians,  must  have  been 
brought  to  great  perfection  indeed,  before  such  a  fabric  could  have 
been  produced.  But  the  following  letter,  from  Mr.  Kersivenus,  will 
convey  a  better  idea  of  the  subject  than  anything  we  can  say. 

TTiebes,  October  I7th,  1843. 
Dear  Friend, 
Tour  favour  of  the  19th  May  last,  was  handed  to  me  last  even- 
ing, by  our  worthy  friend  Amasis  Osirtasen,   who  arrived  here 
yesterday  morning,  on  business  of  importance  for  his  Majesty. 

With  regard  to  what  you  say  about  the  sample  of  lace  or  net,  it 
is  lucky  indeed,  that  your  letter  reached  me  in  this  place ;  be- 
cause I  am  thus  enabled  to  furnish  you  with  a  drawing  of  it,  and 
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alflo  0ome  explanation,  more  easily  than  I  could  otherwise  haye 
done. 

On  receipt  of  your  letter,  I  lost  no  time  in  calling  upon  our 
esteemed  acquaintance,  Lepsius,  who  very  fortunately  happens  to 
be  here  at  present ;  and  after  mentioning  to  this  scientific  gentle- 
man the  object  of  your  letter,  he  at.  once  consented  to  aid  me  in 
searching  for  the  sample,  as  he  says,  that  he  feels  interested  in  your 
success,  and  has  done  so,  ever  since  he  first  saw  you  in  Berlin, 
while  you  were  there  in  1833,  obtaining  a  patent  from  the  Prussian 
Government,  for  a  carpet  power  loom,  with  what  the  Doctor  caUs, 
"  lunar  detached  revolving  shuttle  hoxeaP 

We  proceeded  this  morning,  a  few  minutes  before  sunrise,  at 
which  time  we  commenced  our  search ;  and  we  continued  it  with- 
out intermission  until  10^  o'clock  A.  M. ;  at  which  time  we  had 
given  up  nearly  all  hopes  of  sucoess ;  and,  in  fiict,  were  just  at  the 
point  of  leaving  the  scene  of  invest^ation,  wh^i  fortunately  the 
Doctor's  eye  (which  you  know  is  always  on  the  sharp  look-out) 
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caught  a  glimpse,  while  looking  over  my  shoulder,  of  the  very 
identical  object  of  which  we  were  in  search.  You  may  guess  how 
overjoyed  the  Dr.  and  I  became  on  making  this  re-discovery,*  not 
only  for  your  sake  and  for  that  of  your  country,  but  also  for  the 
interest  of  saiencej  which  you  are  aware  is  always  a  favourite  hobby 
with  the  Doctor.  We  proceeded  forthwith  to  make  the  necessary 
drawing ;  and,  although  the  sample  has  become  much  obliterated 
from  age,  yet,  with  the  help  of  the  Dr's.  excellent  triple  lenses  (which 
you  know  possess  most  awful  powers  of  penetration)  I  have  been 
enabled  to  make  a  tolerably  correct  outline,  and,  in  fact,  as  a  whcde, 
not  a  bad  drawing. 

You  will  not  fail  to  perceive,  that  the  part  of  the  sample  marked 
A  A  in  the  figure,  differs  very  materially  from  that  shown  at  B  B ; 
and  although  this  feature  appeared  to  me,  at  first  sight,  as  quite  a 
simple  circumstance,  our  learned  friend,  who  is  deeply  skilled  in  the 
mysterious  art  of  weaving,  is  of  opinion  that  no  machinery  at  pre- 
sent used  in  the  lace  nutnuflBu^ture  is  at  all  capable  of  producing 
the  same  eflfect :  he,  therefore,  concludes,  that  some  very  ingenious 
piece  of  mechanism,  unknown  to  moderns,  must  have  been  em- 
ployed in  the  manufacture  of  this  specimen.  It  will  be  seen,  on 
close  examination,  that  the  same  threads  which  form  the  weft  in 
the  part  A  A,  constitute  the  warp  at  B  B  :  this  actually  puzzles  the 
Doctor,  and  is,  no  doubt,  worthy  of  your  attention  as  a  practical 
weaver  and  manufacturer. 

Lepsius  tells  me,  that  each  thread  of  the  net,  although  fine  of 
itself,  was  composed  of  598t  other  threads,  all  distinct ;  the  quality 
of  the  fabric  being  similar  to  that  of  the  corslet  dedicated  to  Minerva, 
at  Lindus,  by  Amasis,  King  of  Egypt.  This  explanation,  he  was 
enabled  to  decipher,  by  the  aid  of  one  of  his  best  glasses,  from  a 
few  obliterated  characters ;  which,  on  the  closest  examination  with 
the  naked  eye,  I  was  unable  to  perceive ! 

The  Doctor  entertains  strong  hopes  of  becoming,  in  the  course 


*  It  appears  that  Mr.  Kersiverras  saw  this  specimen  while  at  Thebes,  in  the 
month  of  March  1835,  and  of  which  circumstance  he  at  that  time  made  men- 
tion to  ue  in  a  letter ;  but  being  hurriedly  called  away,  on  business  of  impor- 
tance, he  lost  all  recollection  of  the  occurrence. 

t  Sir  Gardiner  Wilkinson,  in  his  interesting  work,  entitled,  "  Manners  and 
Customs  of  the  Ancient  Egyptians,*^  gives  us  an  account  of  a  corslet,  of  linen, 
ornamented  with  numerous  figures  of  animals,  worked  in  gold  and  cotton. 
Each  thread  of  the  corslet  was  worthy  of  admiration ;  for  though  very  fine, 
every  one  was  composed  of  360  other  threads,  all  perfectly  distinct  See  vol. 
Ill,  page  127. 
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of  a  short  time,  possessed  of  the  machinery  by  which  nets  of  the 
kind  here  represented  were  manufactured ;  and,  judging  from 
the  rale  at  which  excavations  are  progressing,  at  present,  in 
this  neighbourhood,  I,  myself  have  little  doubt  that  his  most  san- 
guine expectations  will  be  realized.  No  fiirther  back  than  yesterday, 
about  5^  o'clock  P.  M.,  some  of  his  workmen  dug  up  an  electrical 
machine,  bearing  the  name  of  that  ingenious  but  ancient  indivi- 
dual, Tubal-cain ;  and  this  instrument  according  to  the  Doctor's 
statement,  is  the  only  thing  of  the  kind  preserved  from  the  wreck 
of  die  anti-diluvian  world,  Shem,  (the  first  son  of  Noah,)  having 
taken  it  with  him  into  the  Ark ! 

Lepsius  employs,  in  these  excavating  operations,  a  kind  of  peo- 
ple called  "  Irishmen"  and  from  what  I  can  learn  regarding  them, 
they  are  famous  for  making  headway  in  this  kind  of  work  :  each 
one,  of  whom,  I  am  sure,  is  at  least  worth  eleven  of  my  own  coun- 
trymen,* 

And  now.  Dear  Friend,  while  owls  by  night,  with  mournful 
scream,  rouse  echo  from  her  idiot  dream,  may  I  your  humble  ser- 
vant be. 

ALEXIS  KERSIVENUS, 
Civil  Engineer, 
Homeopathic  Physician,  &c. 

P.  S.  My  family  are  all  well  Cleopatra  sends  you  her  love,  and 
three  .##•#! 

EMBROIDERY. 

"  Here  the  needle  plies  its  busy  task, 

The  pattern  grows ;  the  well-depicted  flower. 

Wrought  patiently  into  the  snowy  lawn. 

Unfolds  its  blossom ;  buds,  and  leaves,  and  sprigs, 

And  curling  tendrils,  gracefully  dispos'd, 

Follow  the  nimble  finger  of  the  fair: 

A  wreath,  that  cannot  fade,  of  flowers  that  blow 

With  most  success  when  all  besides  decay." — Cowper. 

Embroidery  is  the  art  of  adding  to  the  surface  of  woven  tex- 
tures, a  representation  of  any  object  we  wish  to  depict,  through  the 
medium  of  the  needle,  threaded  with  the  material  in  which  the 

*  It  may  be  well  to  state  that  Mr.  Kersivenus  is  an  Egyptian  by  birth ;  but 
received  his  professional  instruction  in  France ;  where  we  first  had  the  plea- 
sure of  forming  an  acquaintanceship  with  him. 
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work  18  to  be  executed.  This  any  be  effected  by  Tarious  metbode, 
and  on  most  deacripCions  of  &brica. 

Our  object  at  present  is,  not  to  enter  into  a  general  description  of 
the  different  articles  used  by  ladies  for  tbe  purposes  of  needle-work, 
nor  the  methods  of  apfdying  them.  Indeed,  the  fair  sex  cannot 
expect  from  us  any  practical  infonnation  upon  such  subjects  as, 
fern-stitch^  finnystiUh^  M-stUchy  new^tUch^  eham^Btitchy  braid- 
stitchy  queen-atitehj  SpoMisk^stiiehj  roMniary-stitcky  uhip-stUdiy 
back'Stiichy  ride'Stitehy  Oahoay^iUky  Kilkenuy-siiichy  Lkmeriek'- 
stiichj  and  Tipperary^itchy  we  shall  therefore,  confine  ourself 
to  giving  our  readers  a  brief  historical  account  of  the  art ;  and  a 
description  of  the  application  of  machinery  to  it,  as  successfully 
accomplished  by  the  ingeokNU  M.  Josu6  Heilmann,  of  Mulhausen, 
France/ 

We  are  indebted  to  tbe  luxury  and  magnificence  of  the  nations 
of  the  East,  for  tbe  invention  of  embroidery, — an  art  that  has  not 
inaptly  been  termed  the  mother  of  painting,  its  discovery  claiming 
the  priority  by  many  centuriea.  In  more  modern  times,  it  has  been 
called  the  humble  sister  of  the  latter  art;  and  the  aim  of  the 
needlewoman  has  been  to  imitate,  as  closely  as  possible,  the  pro- 
ductions of  the  pencil,  a  labour  im  which  she  has  been  assisted  by 
some  of  tbe  most  celebrated  masters,  many  of  whose  chef-d'oeuvres 
have  been  executed  for  the  express  purpose  of  being  copied  in  nee- 
dlework or  tapestry. 

The  Greeks  gave  the  honour  of  the  invention  of  embroidery  to 
Minerva :  by  Pliny  it  has  been  assigned  to  the  Phrygians ;  hence 
be  says  tbe  Romans  called  embroiderers  '^  PkrygumeSy^  and  em- 
broidered garments,  "  vestes  PhrygionuB.^  The  women  of  Sidon, 
before  the  Trojan  war,  were  especially  celebrated  for  their  skill  in 
this  art :  and  Homer  mentions  Helen  as  being  engaged  in  embroi- 
dering the  combats  of  the  Greeks  and  Trojans : 

"  An  ample  web  magnificent  she  wove, 
Inwrought  with  num'rous  conflicts  for  her  sake, 
Beneath  the  hand  of  Mara  endured  by  Greeks." 

Andromache  also — 

^  ahe  IB  her  chamber  at  the  palace  top^ 

A  splendid  texture  wrou^t,  on  either  side 

All  dazzling  bright  whh  flowers  of  vnrioos  hues." 

*  Those  of  our  readera  who  wish  to  obtain  a  knowledge  of  this  art,  as 
practised  by  ladies,  are  rsftcred  to  Miss  Lambert's  excellent  *<  Hand-Book  ef 
Needlework." 
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The  art  of  embroidery  was  greatly  practised  among  the  ancient 
EgypUans ;  even  the  sails  of  some  of  their  ships  were  wrought  with 
fanciful  devices,  representing  the  phenix,  flowers,  and  various  em- 
blems.* In  the  time  of  Moses,  Ahdiab,  the  son  of  Ahisamach,  of 
the  tribe  of  Dan,  was  celebrated  as  ^'a  cunning  workman,"  and  as 
an  embroiderer  in  blue,  in  purple,  in  scarlet,  and  in  fine  linen.t 
The  curtains  and  ornaments  of  the  Tabernacle,  and  the  vestments 
of  the  priests,  were  decorated  with  embroidery.  The  prophet  Eze- 
kiel,  reproaching  the  wcmien  of  Israel  with  having  abused  the  bene- 
fits of  Providence,  after  mentioning  their  bracelets  and  chains, 
jewels  for  their  foreheads,  and  earrings,  and  their  crowns,  still  far- 
ther names  their  robes,  dyed  and  embroidered  of  divers  colours.! 
Attains,  king  of  Pergamus,  is  said  by  Pliny,  to  have  invented  the 
art  of  embroidery  with  gold  thread. 

According  to  Diodonis  Siculus,}  Zaleucus,  a  disciple  of  Pytha- 
goras, and  a  lawgiver  of  the  Locrians,  forbade  the  use  of  embroi- 
dery, except  to  courtesans :  and  Dionysius  Halicamassusll  informs 
us,  that  Tarquinius  Priscus,  who  first  distinguished  the  monarch 
and  senators  by  particular  robes  and  ornaments,  was  the  first 
Roman  king  who  wore  an  embroidered  garment. 

The  term  embroidery,  as  employed  in  the  writings  of  the  ancient 
historians,  has  reference  to  all  kinds  of  ornamental  work  done  with 
the  needle ;  thus  comprehending  within  its  meaning  every  descrip- 
tion of  decorative  needlework,  including  tapestry  and  some  descrip- 
tions of  weaving*  At  the  {»esent  day,  the  term  is  much  more  lim- 
ited, relating  to  one  kind  of  needlework  only,  which,  however,  em- 
braces an  almost  innumerable  variety,  both  as  to  the  materials 
employed,  and  the  mode  of  using  them.  In  the  extended  meaning 
of  the  terra,  therefore,  nations  and  savage  tribes  unknown  to  the 
ancientS)  may  equally  claim  the  honour  of  a  similar  invention,  as 
most  of  them  have  a  species  of  embroidery  peculiarly  their  own.lT 

*  Cloth,  of  embroidered  linen,  appears  to  have  been  made  in  Egypt  ex- 
pressly for  saOa,  and  was  bought  by  the  Tynans  for  that  purpose  (Bzekiel 
xxvii.  7,)  but  its  use  was  confined  to  the  pleasure  boats  of  the  nobles,  or  of 
the  king  himself;  ordinary  sails  being  white.  We  are  informed  by  Pliny 
(lib.  XXX.  c.  1.)  that  the  ship  in  which  Antony  and  Cleopatra  went  to  the  bat- 
tle of  Actium  was  distinguished  from  the  rest  of  the  fleet  by  its  purple  sails, 
which  were  the  peculiar  privilege  of  the  Admiral's  ressel. 

t  Exod.  XXV.  35.     t  Exekiel  xvL  13.        }  Lib.  iii.  c  62.    ||  Lib.  xii.  p.  299. 

K  The  word  embroidery  is  derived  from  the  French  broderie  which  some 
deduce  by  transposition  from  bardeur^  because  they  formerly  only  embroidered 
the  borders  of  their  stufis,  whence  the  Latins  sometimes  called  embroiderers 
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The  Chinese  have  long  been  celebrated  for  the  beauty  of  their 
embroideries ;  indeed,  it  has  been  doubted  whether  the  art  was  not 
originally  brought  into  Europe  from  them,  through  the  Persians. 
They  use  floss  and  twisted  silks,  also  the  bark  of  a  tree  spun  into 
a  fine  thread.*  The  drawing  of  their  embroideries  is  sometimes  as 
uncouth  as  that  of  their  paintings,  but  in  that  of  some  of  their 
flowers  (doubtless  copied  from  nature)  they  are  frequently  even 
botanicaUy  correct ;  and  their  works  are  not  more  to  be  admired 
for  their  remarkable  fireshness  than  for  the  extreme  labour  bestowed 
upon  them.  Success,  as  gained  by  patient  application,  is  nowhere 
so  frequently  exemplified  as  in  China.  The  mere  accomplishment 
of  writing  a  good  style,  is  the  result  only  of  many  tedious  years  of 
study  and  self-denial.  The  beauty  of  the  written  character,  the 
finished  graces  of  their  composition  the  excellence  of  their  silk 
manufactures  and  embroidery,  the  wonders  of  their  porcelain,  and 
many  other  marvels  in  art  and  knowledge,  are  the  natural  results 
of  untiring  industry  and  perseverance.  A  Chinese  uses  no  short 
cuts,  resorts  to  no  compendious  methods  for  abridging  labour: — 
he  is  not  without  ingenious  resources  to  accomplish  an  end,  but  his 
aim  does  not  seem  to  be  to  save  time. 

We  are  indebted  to  Mr.  Tradescant  Lay  for  the  following  inter- 
esting account  of  the  art  of  embroidery  as  at  present  practised  by 
the  Chinese.  "For  twenty-two  cash  or  tseen,"  he  says,  "I  pur- 
chased an  elegant  book,  filled  with  choice  subjects  of  the  graphic 
art,  as  patterns  for  the  use  of  the  young  needlewoman.  She  is  as- 
sumed to  be  poor,  and  hence  the  little  manual  is  priced  at  about  one 
penny  of  our  money.  It  has  a  cover  of  a  fair  yellow,  studded  with 
spangles  of  gold,  and  contains  between  two  and  three  hundred  fig- 
ures, culled  from  the  varied  stores  of  nature  and  art.  In  fact,  the 
objects  are  so  well  selected  and  so  numerous,  that  they  might  serve 
as  illustrations  to  a  small  encyclopedia.  One  acquainted  with 
Chinese  literature  and  natural  history,  might  deliver  several  lectures 
with  this  book  before  him.  The  meadow,  the  grove,  the  brook,  the 
antiquary's  museum,  and  the  pages  of  mythology  with  the  adorn- 
ments of  the  house  and  garden,  are  all  laid  under  contribution. 


limlndariL  According  to  Da  Cange,  they  anciently  wrote  aurotruBtuf^  for 
embroidered  viiih  gold,  or  hnutm  brodaJtm^  whence  the  French  word  6ro- 
derie. 

*  The  fine  muslins  made  at  Manilla,  with  threads  spun  from  the  ^ine-apple 
plant,  and  ailerwardsso  richly  and  delicately  embroidered  with  the  tame  ma- 
terial, are  well  known. 


Digitized  by  VjOOQIC 


SMBROIDSBT.  303 

The  book  is  said  to  be  for  the  use  of  the  person  who  belongs  to  the 
green  window^  which  is  an  epithet  for  the  dwelling  of  a  poor  wo- 
man :  while  the  redgaUery  denotes  the  residence  of  a  rich  female. 
The  industrious  poor  plies  her  task  near  the  green  lattice,  which  is 
made  of  earthenware,  and  lets  in  both  the  light  and  the  breath  of 
heaven ;  while  the  rich  dame  leans  upon  the  venuil-tinted  balus- 
ters of  the  gaudy  verandah,  and  gazes  carelessly  at  the  sunbeams 
as  they  sparkle  among  the  flowers  or  woos  the  soft  breeze  which 
agitates  the  green  roof  of  the  Indian  fig-tree.  The  title-page 
presents  us  with  a  venerable  man,  in  the  weeds  of  office,  holding 
in  his  hand  a  scroll  with  this  motto,  'Heaven^s  magistrate  confers 
wealth.'  Over  his  head  are  bats  disporting  among  the  clouds ;  the 
emblems,  I  suppose,  of  wakefulness,  for  these  animals  are  on  the 
alert,  while  men  sleep.  '  Her  candle  goeth  not  out  by  night,'  is  what 
Solomon  tells  us  of  the  needle  womai^  whom  he  eulogizes  in  the 
last  chapter  of  Proverbs.  I  once  saw  two  girls  at  this  work  in  the 
village  of  Mougha.  They  were  seated  upon  a  low  stool,  and 
extended  their  legs  across  another  of  twice  the  height  of  their  seat. 
In  this  way  a  support  was  provided  for  the  frame  on  which  the 
piece  to  be  embroidered  was  spread  forth.  Their  fistces  wore  a  sickly 
hue,  which  was  owing,  perhaps,  to  close  confinement  and  the  un- 
natural position  in  which  they  were  obliged  to  sit.  The  finest 
specimens  of  embroidery  are,  as  for  as  my  observation  goes,  done 
by  men,  who  stand  while  at  work — a  practice  which  these  damsels 
could  not  imitate,  as  their  feet  were  small.  They  were  poor,  but 
too  genteel,  in  their  parents'  idea,  to  do  the  drudgery  of  the  humble 
housewife,  and  so  their  feet  were  bandaged  and  kept  from  growing 
beyond  the  limits  of  gentility.  Their  looks  were  not  likely  soon  to 
attract  a  k)ver,  and  hence  they  were  compelled  to  tease  the  sampler 
from  the  glistening  dawn  till  the  dewy  eve.  Much  skill  and  labour 
are  bestowed  on  the  embroidery  of  a  plaited  skirt  worn  by  ladies, 
which,  with  ray  partiality  for  what  is  Chinese,  I  think  without  a 
rival  for  beauty  as  an  article  of  female  attire.  In  the  little  work 
before  me,  several  patterns  are  given  expressly  for  this  purpose.  A 
curious  purse  worn  in  the  girdle  of  Chinese  gentlemen,  is  also  the 
subject  of  much  of  this  kind  of  elaboration.  Embroidery  and 
figured  textures  were  generally  in  fovour  with  the  ancients,  so  that 
the  discovery  was  thought  worthy  of  a  superior  agency.  In  the 
Old  Testament  we  have  two  kinds,  the  mcLCLse  rokem^  {opus  phry- 
gionicuniy)  in  which  the  figures  were  inserted  by  the  needle ;  and 
the  mtuiae  choseby  {opus  plumarium,)  in  which  they  were 
wrought  in  the  weft.    The  Chinese  are  fond  of  retaining  what  is 
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old,  and  have  piMerved  both  ihoie  arte  in  their  lughfist  ftate  of  per- 
fection." 

The  beautiful  embroideriea  on  muslin,  with  coOon,  by  the  Indian 
and  Candian  women,  are  well  known.  The  embroidery  pracUaed 
by  the  latter  is  curious  enough :  they  work  with  their  own  hair, 
as  well  as  that  of  animals,  with  which  tbey  make  splendid  repre- 
sentations of  flowers,  ioliage,  ice, :  they  also  insert  the  skins  of 
eels,  sea  serpents,  banshees,  mermaids,  and  other  autlatulish  kinds 
of  fish. 

According  to  M.  de  Buason,  the  negresses  of  Senegal,  before  their 
marriage,  embroider  the  skins  of  Tarious  beasts,  representing  figures, 
flowers,  and  animals,  in  every  variety  of  cdour :  and  the  pictures 
thus  formed,  they  present  as  trophies  of  their  skill  to  their  husbands, 
on  the  morning  (before  sunrise)  of  the  nmih  day  afker  marriage : 
this  curious  custom  appears  to  be  almost  universal  among  the  Icwer 
orders,  but  it  is  not  so  prevalent  in  the  refined  circles. 

The  Georgians  and  particularly  the  Turkish  women,  are  renowned 
for  their  embroideries  on  the  lightest  and  nxMt  delicate  materials^ 
such  84  crape  and  gau2e,  which  they  ornament  with  gold  thread 
in  a  manner  unequdled.  Their  embroideries  on  morocco  leather 
have  long  been  esteemed,  on  which  they  work  the  smallest  objocts 
in  gold  passing  J  without  firaying  the  thread,  in  a  way  we  eannol 
imitate.  According  to  M.  Savary,  they  formerly  often  ornamented 
their  embroidery  with  pieces  of  money,  the  value  of  which  they 
did  not  appear  to  understand ;  a  circumstance,  however,  which  the 
Genoese  merchants,  who  had  a  considemUe  trade  in  the  Levant, 
turned  greatly  to  their  advantage,  as  valuable  and  interesting  coins 
and  medals  were  frequently  found  in  the  old  garments  m  which 
they  som^imes  trafficked.  Bewles  the  Turks^  the  Greek  women 
of  the  present  day,  and  the  inhalntants  of  the  islands  of  the  Levant, 
are  still  celebrated  for  their  embroidery,  principally  of  gold  and 
silver.  The  women  of  Therapia  <m  the  Bosphcurus  excel  in  a 
most  beautiful  description  of  work ;  it  can  scarcely,  however,  be 
termed  embroidery,  being  rather  a  species  of  exquisitely  fine  netting. 
They  represent  flowers  in  relief,  every  petal  of  which  is  worked 
with  the  utmost  exactness.  These  extraordinary  productions  of  the 
needle,  unfortunately  but  little  known  in  this  country,  cannot 
be  sufficiently  admired  for  their  extreme  delicacy  and  elabcKata- 
ness. 

In  the  last  and  preceding  centuries,  when  embroidery,  as  an  ar- 
ticle of  dress  both  for  men  and  wcHnen,  was  an  object  of  consider''* 
able  importance,  the  Germans,  but  more  psfticulaily  those  of  Vienn«t 
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^Sspaud  the  palm  oS  excellence  with  the  French.  At  the  same 
ixsriod,  Milan  and  Venice  were  also  celebrated  for  their  embroidery ; 
but  the  prices  were  so  extravagantly  high,  thai  according  to  Lamarre^ 
its  use  was  forbidden  by  sumptuary  laws. 

The  art  of  embroidery  seems  to  have  attained  a  higher  degree 
of  perfection  in  France,  than  in  any  other  country ; — ^it  is  not, 
however,  so  much  practised  at  the  present  day.  Embroiderers  for- 
merly composed  a  great  portion  of  the  working  population  of  the 
largest  towns ;  laws  were  specially  framed  for  their  protection,  some 
of  which  would  asloniA  the  work-people  of  the  present  day.  They 
were  formed  into  a  company  as  early  as  1272,  by  Etienne  Boileau, 
Pr^vot  de  Paris,  under  their  respective  names  of  *'  Brodeura,  D6cou^ 
peurs,  ESgratigneurs,  Ghasubiters  ;^' — their  last  statutes  were  framed 
in  1719. 

In  Saxony,  embroidery  on  fine  muslin  and  icambric  has  been 
carried  to  great  perfection.  In  the  neighbourhood  of  Ebenstock, 
and  the  Erzgebirge,  much  tambour  work  is  done ;  this  is  general- 
ly sold  at  the  Leipzig  fairs,  where  it  is  bought  by  the  Russian  and 
West  Indian  merchants ;  great  quantities  are  also  exported  to  Per- 
sia. At  Plauen,  in  the  same  neighbourhood  (celebrated  for  its 
manufactures  in  linen,  cotton,  and  muslin,)  much  figured  lace  is 
also  worked,  which  may  be  met  with  at  the  shops  in  Dresden. 
The  embroideries  of  Nancy  and  Paris  of  this  description,  have 
of  late  years  attained  great  excellence^  and  are  much  sought 
after. 

Embroidery,  on  an  extensive  scale,  is  often  effected  in  the  Jacquard 
and  draw  looms.  In  such  cases,  front  headles  are  employed  ;  and 
two  beats  or  strokes  of  the  reed  are  given  to  each  thread  of  weft 
thrown  across  the  web.  Wh«i  there  are  several  colours  in  one 
line  of  the  pattern,  (as  in  Fig.  70,)  there  must  be  one  card  or  lash 
to  each,  to  enable  the  weaver  or  weavers  to  embroider  them,  one 
colour  after  another ;  which  he  does  before  giving  the  two  ground 
beats  or  strokes  of  the  reed.  Embroidered  fribrics  for  covering  fiir- 
mture,  are  always  worked  with  front  beadles,  for  the  purpose  of 
Innding  the  embroidery,  and  the  threads  of  warp  which  pass 
through  these  headles  are  sometimes  taken  from  the  ground  warp, 
and  sometimes  from  an  extra  warp^  accordingly  as  it  happens  that 
the  embroidering  shades  are  the  same  as  those  of  the  ground  warp, 
or  different  from  them.  Small  shuttles  or  pirns  (sometimes  called 
circles)axe  used ;  a  correct  representation  of  one  of  which  is  given 
at  Fig.  136.  The  ground  headles  are  worked  for  the  ground  strokes, 
and  the  blading  headles  only  are  used  for  embroidering.    In  mo0t 
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inflCances  the  weaver  works  the  ground  headke  with  his  right 
foot,  (as  in  damask  weaving,)  and  the  binding  headles  with  hs 
left.  When  the  pattern  requires  a  great  variety  of  shades  of  cdouri 
the  workman  places  the  design  paper  before  him,  (as  in  Gobelins 
tapestry  weaving,)  so  as  to  see  distinctly  how  to  insert  them.  When 
there  is  any  gilding  of  gold  or  silver  used  in  embroidering,  (which 
is  often  the  case,)  the  cloth  must  be  carefully  rolled  in  paper,  as  ftisl 
as  woven,  to  prevent  the  gilding  from  injuring  the  cloth :  this  is 
effected  by  putting  clean  paper  between  the  cloth  and  the  roller  on 
which  it  IB  wound.  Each  colour  in  the  pattern  requires  a  shuttle 
for  each  repeat  in  the  breadth  of  the  web,  so  that  the  whole  number 
of  shuttles  employed  is  often  very  considerable.  The  embroidering 
shuttle  or  pirn  is  generally  about  1|^  inches  in  diameter,  and  f^iba 
of  an  inch  thick,  with  a  hole  in  its  centre,  (as  in  Fig.  136,)  for  the 
carriage  pin  on  which  it  revolves,  as  &st  as  the  thread  is  wanted  : 
its  inside  is  hollowed  out  to  about  f  ths  of  its  whole  diameter  to  re- 
ceive the  warp.* 

It  would  have  been  supposed,  that  embroidery  could  never  have 
been  worked  with  profit  by  machinery ;  yet,  such  is  the  case.  But  a 
few  years  since,  M.  Jo6u6  Heilmann,  of  Mulhausen,  France,  invented 
a  machine  by  which  a  female,  with  the  assistance  of  two  children, 
could  turn  off  daily  as  much  work  as  20  expert  hand  embroiderers, 
employed  upon  the  common  frame.  An  account  of  this  remarkable 
invention  will*  therefore,  be  interesting  to  many  of  our  readers. 

Mr.  H.  exhibited  his  embroidering  machine  in  Paris,  at  the  '^  Na- 
tional Exposition  of  the  Products  of  Industry,"  for  1834 ;  and  of 
all  the  specimens  of  ingenuity  there  displayed,  it  was,  without 
doubt,  that  which  attracted  most  attention,  for  whether  at  rest  or  in 
motion,  it  was  always  surrounded  by  a  crowd  of  curious  persons  ; 
some  directing  their  attention  to  the  embroideries  which  it  had  exe- 
cuted, and  others  trying  to  follow  its  motions  and  to  divine  its  me- 
chanism. Indeed,  it  was  interesting  to  see,  in  a  small  compass,  130 
embroidering  needles,  each  busied  in  copying  the  pattern,  and  ac- 
complishing its  task  with  perfect  r^ularity ;  one  person  only  being 
required  to  put  all  these  needles  into  action.  The  spectator  was 
especially  struck  with  admiration,  in  seeing  the  precision  with  which 
each  of  the  needles  came  of  itself  to  prick  the  stuff  in  the  very 
place  where  the  most  expert  hand  would  have  done  it ! 

Mr.  Heilmann  has,  in  the  construction  of  this  machine,  over- 
come, in  a  mechanical  point  of  view,  difficulties  of  an  almost  in- 

*  In  some  inttaDcet,  the  common  shawl  shuttle  is  used  instead  of  the  circle. 
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mrnnountable  character ;  and  he  well  merits  the  compliments  which 
be  has  received. 

It  is  not  necessary  that  we  should  enlarge  upon  the  national  ad- 
vantages which  must  result  from  this  invention,  because,  they  will 
appear  obvious  to  every  reflecting  mind.  We  would  remark,  how- 
ever, that  it  is  calculated  to  supply  us  with  beautiful  embroideries, 
for  home  consumption,  at  least,  and  render  us  independent  of  for- 
eigners in  this  delightful  branch  of  industry,  saving  millions  of  dollars 
annually  to  the  country. 

Mulhausen^  August  6th.  1843. 
Dear  friend, 

Tour  frivour  of  the  29th  June  last  has  just  reached  me,  enlosing 
a  Copy  of  "  Ure's  Dictionary  of  Arts,  Manufactures  and  Mines  ;'* 
in  which  publication,  at  page  437  of  vol.  1,  a  catch-penny  descrip- 
tion of  my  Embroidering  Machine  is  given  :  but  as  all  the  move- 
ments and  mechanical  arrangements  contained  in  plate  2,  of  your 
drawings,  with  many  essential  parts  of  plate  1,  are  omitted,  I 
have  come  to  the  conclusion  that  the  Doctor's  description  is  not  in- 
tended to  benefit  the  manufacturer  or  mechanician,  in  a  practical 
point  of  view^  but  only  for  the  amusement  of  children. 

I  am  glad  to  hear  that  you  have  embarked  in  the  pubUcation  of 
a  treatise  on  the  art  of  weaving,  which  will  include  all  its  various 
branches.  Such  a  work,  I  am  persuaded,  will  prove  of  immense 
benefit,  not  only  to  individual  manu&cturers  and  weavers,  but  also 
to  your  own  country  and  the  world  at  large ;  for  in  this  age  of 
charlatanism,  when  eflfrontery  usurps  the  place  of  genius,  a  real 
practical  work  like  that  you  name,  will  be  quite  a  god-send  ;  and 
you  have  my  best  wishes,  with  those  of  your  friends  here,  in  the 
undertaking. 

"  Facts  truly  stated  are  the  best  applauses,  or  the  most  lasting  re- 
proaches." 

I  have  not  made  any  improvement  on  the  Embroidering  Machine 
for  some  time  past ;  nor  has  there  been  any  material  alteration  made 
in  its  principles,  so  far  as  I  am  aware,  either  here  or  in  England, 
since  its  first  introduction. 

The  patents  obtained  in  France  and  England,  have  expired  but 
a  short  time  since,  so  that  this  invention,  which  has  really  procured 
me  many  compliments  (among  which  \b  the  decoration  of  the  ^'  Le- 
gion d?  Honneur")  is  at  present  public  property. 
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During  the  courae  of  laal  year,  I  aeveral  times  yjsited  the  fiu:Cofjr 
ef  Mr.  Louis  Schwabe,  of  Manchester,  containing  16  of  my  Em-* 
bnndering  Machines.  This  manu&durer  has  receked  compUmente 
at  least  sufficient  to  drive  a  man  crazy,  {Ce  m&mtfaeiwrier  a  re- 
euiUi  des  eomplimenis^  d  /aire  tonmer  la  tUey)  from  a  multitude 
of  persons,  who  were  io  Manchesler  lasl  year^  at  the  meeting  of  the 
British  AsBoeialion.* 

Although  this  inyention  hav  filled  the  mechanical  worid  with 
wonder,  I  do  not  think  that  it  has  turned  much  to  the  pecuniary 
advantage  of  those  who  have  hitherto  adopted  the  use  of  it ;  but 
my  opinion  is,  that  it  wfll  be  move  serviceable  when  within  the  reach 
of  every  one. 

When  your  work  oo  the  ^manufitctufe  of  textile  febrics"  Uf 
ready,  you  would  do  well  to  send  a  copy  of  it  to  our  Sodeu  In- 
duBtrieUe  here.  It  would  eertainly  be  received  with  much  &vour ; 
and,  perhaps,  might  prove  greatly  to  your  advantage. 

Je  vouB  pr6sente  mes  salutatwns  cordial 

JOSUE  HEILMANN, 
Membre  de  la  Lq[km  d'  Honneur. 
MONS.aaGILROY, 
ANewYork, 

Etals  Unis  d'  Amerique; 

The  price  of  a  machine  containing  130  needles,  and  of  course, 
260  pincers  or  fingers  to  lay  hold  of  them,  is  6000  francs  (nearly 
1000  dollars.)  Each  machine,  as  before  observed,  is  calculated  to 
perform  daily  the  work  of  20  expert  hand  embroiderers ;  and  it  re- 
quires  merely  the  labour  of  one  adult,  and  two  assistant  children. 

The  operator  must  be  well  instructed  in  the  use  of  the  machine,, 
for  he  has  many  things  to  attend  to  at  the  same  time :  with  one 
hand,  he  follows  the  drawings  with  the  point  of  the  pantograph  p 
with  the  other,  be  tarns  a  handle,  to  prick  and  draw  all  the  needles, 
which  are  held  frist  in  pincers,  and  carried  by  carriages,  approaching 
to  and  receding  from  the  web,  rolling  all  the  time  along  an  iron 
railway ;  and  lastly,  by  means  of  two  pedals  or  treadles,  on  which 
he  bears  alternately,  with  one  foot  and  then  the  other,  he  opens  the 
130  pincers  of  the  first  carriage,  which  must  give  up  the  needles 
after  having  pricked  them  into  the  stuff,  and  he  shuts  at  the  same 


*  We  think  thesi^  compliroenta  have  been  altogether  misplaced.  Would  it 
not  have  been  more  becoming  in  these  gentlemen,  to  have  sent  Mr.  HeUmann, 
the  inventor  of  the  machine,  a  handsome  gdd  medal,  in  ttAen  of  their  admi- 
Fation  of  his  mgenoity  1 
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time  the  130  pincerB  of  the  second  carriage,  which  imiBt  receive 
them  and  draw  them  back  afterwards.  The  children  have  nothing 
else  to  di»,  but  to  change  the  needles  when  the  threads  are  used  up, 
and  to  watch  that  no  needle  misses  its  pincers. 

We  shall  endeavour  to  make  all  the  details  of  this  machine  per- 
fectly understood ;  because,  it  is  not  less  remarkable  for  the  arrange- 
ment of  the  parts  which  compose  it,  than  for  the  effects  produced* 


We  shall  describe  successively, 

let  The  arrangement  of  the  frame, 
2nd.  The  arrangement  of  the  stuff, 
3rd.  The  arrangement  of  the  carriages, 
4th.  The  arrangement  of  the  phicers. 


ARRANGEMENT  OF  THE  FRAlilE. 

Theframeisof  cast  iron;  thepartsmust  be  strongly  fixed  together 
and  set  on  a  foundation  firm  enough  not  to  be  shaken,  either  by 
the  motion  of  the  machine  itself  or  the  movements  of  the  girls, 
who  go  fipom  one  pincer  to  another  to  change  or  fix  the  needles. 
Fig.  1,  represents  an  elevation  taken  in  front  of  the  machine,  and 
Pig.  2,  an  elevation  taken  from  the  left  hand  side  of  the  machine 
(as  you  stand  in  front  of  Fig.  1,)  In  Fig.  2,  the  side  of  the  frame 
forms  two  equal  rectangles  A  B  B  A,  A  B  B  A,  symmetrically  placed, 
one  at  the  right,  the  other  at  the  left  hand  (as  you  stand  at  the  side 
of  the  machine),  and  united  in  the  middle  by  a  third  rectangle, 
narrower  and  more  elevated,  A  D  C  A.*  This  assemblage  of  the 
three  rectangles,  fcnrms  but  one  piece  or  casting  ;t  the  sections  of  the 
horizontal  and  vertical  sides  of  the  machine  are  quite  similar :  on 
the  right  hand  side  at  No.  1  (plate  2)  is  shown  a  section  of  the 
frame,  and  below  it,  is  represented  one  of  the  feet  a,  which  has  a 
hole  to  receive  a  fastening  screw,  by  which  it  is  secured  to  the 
ground.    The  other  side  of  the  frame,  which  is  not  represented  in 


*  If  the  reader  will  carefully  examine  the  central  or  middle  rectangle  (of 
Fig.  2)  he  will  find  thatit  preaenta  a  complete  edge  view  in  elevation  of  the  left 
hand  side  of  Fig.  1,  being  that  side  on  which  the  machine  is  worked,  as  the 
position  of  the  pantograph  denotes ;  the  letters  of  reference  in  the  edge  or 
central  rectangle  Fig.  2,  correspond  to  those  of  the  pantograph  or  left  side  of 
Fig.  1. 

f  It  would  be  desirable  to  cast  the  sides  of  the  frame  in  one  complete  piece^ 
as  it  would  save  much  labor  in  the  fitting  up. 
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the  figure,  10  entirely  similar;  we  shall  designate  corresponding 
parts  by  the  same  letters  of  reference  with  an  accent :  thus,  A'  B' 
B'  A',  A'  B'  B'  A',  will  be  the  two  symmetrical  rectangles  of  the 
second  end  of  the  frame.  A'  D'  C'  A'  will  be  the  rectangle  of  the 
middle,  corresponding  to  A  D  C  A,  and  a*  will  represent  the  six  feet 
(see  Fig.  2)  corresponding  to  those  designated  by  a.  Between  each 
foot  and  its  correspondent  a'  there  is  a  bar  of  cast  iron  A^',  the  form 
and  disposition  of  which  is  shown  in  Fig.  1.  Thus,  at  the  under 
part,  the  two  sides  of  the  frame  are  joined  by  six  bars,  similar  to 
the  bar  A'' ;  besides,  at  the  two  extremities  of  each  of  these  bars, 
there  are  knees  a",  to  give  strength  to  the  frame,  two  of  these 
knees  are  shown  in  Fig.  1 :  at  their  upper  part,  the  two  sides  of 
the  frame  are  joined  by  a  single  bar  D"  (Fig.  1,)  which  has  the 
form  of  a  trough  ;  and  is  fastened  by  a  nut  and  screw  to  the  cor- 
responding angles  D  and  D'.  Fig.  3  represents  at  its  upper  part  a 
section  of  this  bar ;  Fig.  1,  shows  the  form  of  its  outer  edg^  as  well 
as  that  of  its  back,  which  is  represented  by  a  dotted  line. 

Such  b  the  disposition  of  the  frame,  which  bears  all  the  mechan- 
ism of  the  machine ;  and  it  is  necessary  to  possess  an  exact  idea  of 
it,  in  order  to  understand  how  the  other  fixed  parts  are  supported ; 
and  how  the  moveable  parts,  which  are  here  very  numerous,  are 
enabled  to  perform  their  respective  functions  with  perfect  regularity. 

The  width  of  the  machine  depends  upon  the  number  of  pincers 
intended  to  be  set  to  work.  The  model  which  we  saw  at  the  exhi- 
bition in  Paris,  contained  260  pincers,  and  was  2\  metres  wide 
(about  8  feet  4  inches  of  our  measure.)  The  figures  here  given 
have  been  narrowed  considerably,  but  the  other  proportions  are  not  dis- 
turbed. In  our  drawings  (Figs  1  and  2)  the  bars  A''  and  D",  which 
connect  the  sides  of  the  frame  A  and  A' together  (see  Fig.  1)  instead 
of  being  2^  metres  long,  are  not  quite  2  metres,  (see  scale  at  foot  of 
Pig.  2.) 

The  length  of  the  frame  must  always  be  the  same,  whether  the 
machine  be  wide  or  narrow,  for  the  length  of  the  thread  that  can  be 
put  in  the  needles,  depends  upon  the  length ;  and  it  is  always  ad- 
vantageous to  give  the  frame,  as  we  have  done,  all  the  length  adopt- 
ed by  M.  Heilmann,  that  is  to  say,  a  little  more  than  two  metres, 
so  that  the  needles  might  bear  a  thread  one  metre  long. 

ARRANGEMENT  OF  THE  STUFF  TO  BE  EMBROIDERED. 

We  have  aheady  observed  that  the  pincers  which  carry  the 
needles,  present  themselves  always  at  the  same  point,  and  that  con- 
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sequently,  the  needles  would  pass  and  rqpass  continually  through 
the  same  hole,  if  the  stuff  was  not  displaced  with  a  precision,  suffi- 
cient to  present  successively,  opposite  the  point  of  the  needle,  all  the 
points  through  which  the  needle  has  to  pass,  to  execute  the  flower 
or  the  drawings  intended.  The  disposition  of  the  stuff  and  the 
mechanism  by  which  it  is  displaced,  to  the  requisite  extent,  after 
the  needle  has  gone  through,  are  therefore  of  great  importance,  and 
we  shall  try  to  explain  them. 

The  stuff  is  set  on  a  large  rectangular  frame,  the  four  sides  of 
which  are  visible  in  Fig.  1,  viz :  the  two  vertical  sides  at  F,  F; 
and  the  two  horizontal  sides,  the  upper  and  the  under,  at  F',  F'. 

Fig.  1,  shows  also  two  long  wooden  rollers  G,  G,  the  extremities 
of  which,  fastened  with  iron  trunnions,  bear  on  the  sides  F  of  the 
frame,  on  which  they  turn.  These  two  rollers  form  a  system  of 
beams f  on  which  the  stuff  destined  to  be  embroidered,  may  be  rolled 
and  stretched  vertically  to  the  proper  degree,  for  each  of  these  beams 
has  at  one  of  its  extremities  a  little  ratchet  wheel  g,  g ;  the 
teeth  of  one  of  these  wheels  being  bent  in  a  contrary  direction  to 
the  teeth  of  the  other,  as  indicated  in  Fig.  3,  it  follows,  that  in  rais- 
ing, for  instance,  the  catch  of  the  upper  wheel  and  turning  the 
beam  in  the  direction  indicated  by  the  arrow,  the  stuff  draws  the 
under  beam  and  tends  to  make  it  turn,  whilst  the  catch  of  its  ratchet 
wheel  holds  it,  and  the  stuff  G''  (see  Figs.  1  and  3)  stretches  more 
and  more ;  the  same  result  would  be  produced  by  turning  the  under 
beam,  after  having  raised  its  catch.  When  it  is  desired  to  pass  any 
part  of  the  stuff  from  one  of  the  beams  to  the  other,  it  suffices  to 
raise  at  the  same  time  the  two  catches  and  to  turn  in  the  proper  di- 
rection the  beam  on  which  the  stuff  is  wanted  to  be  rolled,  and  to 
let  the  catch  of  the  other  beam  drop ;  then  it  remains  only  to  stretch 
the  stuff. 

Besides  this  system  of  under  beams,  there  is  a  second  system  of 
two  upper  beams,  for  the  same  purpose,  and  which  is  disposed  ex- 
actly in  the  same  manner ;  it  is  also  represented  in  Fig.  3,  but  it  is 
not  completely  seen  in  Fig.  1,  where  it  is  hidden  in  part  by  some 
other  pieces. 

Supposing  that  one  of  these  systems  presents  the  stuff  to  the 
upper  needles,  and  the  other  to  the  under :  as  the  two  beams  of 
each  system  have  not  their  axes  in  the  same  vertical  plane,  the 
plane  of  the  stuff  G"  (Fig.  3)  would  be  inclined  and  would  come 
to  present  itself  obliquely  to  the  needles,  if  the  workman  did  not 
take  care  to  put  it  straight,  and  bring  it  back  exactly  in  the  middle,, 
by  means  of  a  strong  wooden  ruler,  fixed,  as  well  as  the  rollers,  c«i 
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the  two  vertmil  sidM  of  the  fimme ;  chk  mkr  is  shown  at  G',  Fig. 
3,  for  each  of  the  systeme  of  beams. 

The  stuff  must  also  receive  a  lateral  tension,  in  the  two  opposite 
directions,  and  to  eflect  this  without  its  being  torn,  the  operator  sews 
on  its  edges,  little  ribbands  of  linen  cloth  or  other  suitable  material, 
and  afterwards  ties  to  these  ribbands,  strings  g"  (Fig.  1)  which 
draw  them  laterally  and  which  are  fixed  to  the  sides  F  of  the  frame. 

It  remains  to  see  now,  by  what  ingenious  means,  the  frame  may 
be  displaced  in  all  directions,  without  deviating  from  the  vertical 
plane  in  which  it  had  at  first  been  fixed,  and  how  the  stuff  which 
is  fru9tened  on  it,  and  consequently  forced  to  f<dlow  all  its  movements, 
may  present  opposite  each  needle,  the  successive  points  which  must 
be  pricked  and  crossed  by  the  thread. 

Mr.  Heilmann,  to  obtain  this  result,  uses  the  pantograph,  by 
means  of  which  he  is  enabled  to  reduce  or  extend,  in  fixed  propor- 
tions, drawings  of  all  kinds.  Every  one  knows  the  principles  on 
which  this  instrument  is  founded,  and  we  shall  only  recall  them  to 
memory  in  a  few  words :  bb'fb"  (Fig.  1)  represents  a  parallelo- 
gram whose  four  angles  (,  6',/,  6",  are  hinged,  and  so  disposed  as 
to  become  either  very  acute  or  very  obtuse,  the  sides  keeping  always 
the  same  length  ,*  the  sides  ft  6',  and  b  b^',  are  lengthened,  one  to  the 
pdnt  d,  and  the  other  to  the  point  c,  and  these  points  c,  and  d,  are 
chosen,  on  condition  that  in  one  of  the  positions  of  the  parallelo^ 
gram,  the  line  c  d  which  joirw  them,  will  pass  through  the  pcunt  /; 
this  condition  can  be  fulfilled  in  many  ways,  since  the  position  of 
the  parallelogram  remaining  the  same,  it  is  evident,  that  in  order  to 
carry  the  point  d  farther  from  the  point  ft',  it  would  suffice  to  bring 
properly  the  point  e  to  the  point  ft",  or  vice  versa ;  but  when  the 
distance  ft'  d  has  been  once  chosen,  the  distance  ft"  c,  is  a  necessary 
consequence.  Now,  the  principle  on  which  the  construction  of  the 
pantograph  rests  is  this :  it  is  suificient  that  the  three  p(Hntsd,/and 
c,  be  in  a  straight  line  in  only  one  of  the  positions  of  the  parallelo- 
gram, to  have  than  to  remain  always  in  a  straight  line^  whatever 
its  positicHi  be. 

For,  since  in  the  present  position,  the  line  c  d  passes  through  the 
point/,  the  triangles  ft'  cf/and  ft"  c/  are  similar,  as  having  equal 
angles ;  for  b'f  being  parallel  to  ft"c,  and  b'd  to  b"fy  the  three 
angles  of  the  first  of  these  triangles  are  equal  respectively  to  the 
lluree  angles  of  the  second ;  we  have  then  the  proportion 

ft"c    b'f 

b^f'b'd 
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but,  in  ail  the  positions  that  the  parallelogram  may  take,  in  opening 
or  shutting  arbitrarily  the  angle  6,  the  sides  will  remain  parallel, 
since  the  figure  will  still  be  a  parallelogram ;  the  angle  c  V*f  will 
then  remain  equal  to  the  angle  d  6'/,  and  consequently,  if  in  any 
other  position,  the  point  c  be  joined  to  the  point  /  and  the  point  d 
to  the  same/,  the  two  triangles  h"  c  f  and  b'fd  which  will  result 
from  it,  will  still  have  an  equal  angle  comprised  within  two  propor- 
tional sides;  thus  they  will  be  similar,  and  the  two  lines  cf  and 
fd  will  be  on  the  same  line,  that  is  to  say,the  three  points  c,/and 
d  will  remain  in  a  straight  line. 

This  once  admitted,  suppose  that  we  move  the  point  c,  in  a  cer- 
tain direction,  in  maldng  all  the  system  turn  round  the  point  d; 
let  us  imagine,  for  instance,  that  the  point  c  comes  in  &:  then,  in 
joining  d  to  c',  it  is  evident  that  the  point  /  will  be  found  somid- 
where  on  that  line  d  c',  in  /',  for  instance,  since  it  fiedls  always  on 
the  straight  line,  which  joins  the  point  d  to  any  position  which  the 
point  c  may  take. 

We  have  seen,  besides,  that  the  new  triangles  formed  on  d  c, 
(and  analogous  to  the  triangles  b"cf  and  b'fd  of  the  primitive 
position)  are  similar,  and  since  the  lengths  c  b"  and  b"  f  db\  and 
£'/,  are  constant,  we  have : 

c'/'    b'c 

in  the  primitive  position  we  had 

cf    b"  c 

lif'^vT' 
it  follows  then 

cf  dr 


df  df 

the  result  is,  that  the  ^eff  is  parallel  to  c  c'. 

The  same  thing  will  happen,  when  the  point  c  passes  into  ano- 
ther point  c" :  the  point  /  will  pass  at  the  same  time,  into  another 
point  /",  and  the  lines  //",  /'/">  ^^  ^  respectively  parallel  to 
the  lines  c  c",  &  &' ;  then,  lastly,  the  figures  described  by  the  point 
/  in  the  diverse  positions  of  the  parallelogram,  are  always  exactly 
similar  to  the  figures  described  by  the  point  c. 

To  find,  now,  the  relation  which  exists  between  the  outlines  of 
these  figures,  it  is  sufllcient  to  observe,  that  in  the  primitive  trian- 
gles 6" c  /  and  b'  fdy  we  have: 

40 
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hence 

but 
thus 


df    bf 
ef+df    b"c+b'f 


df  bf 

cf+df—de,  and  b"  c+b'/^bc; 

dc     be 


df    bf 
the  triaDgles  dff*  and  dc&  bemg  similar,  we  have  abo 

ec'     dc 


hence  it  results 


//'     df 

c&     be         be 
-■=» or 


//'     bf        bb'^ 
If  the  side  b  b"  has  been  made  equal  to  the  sixth  part  of  b  c,  ff 
will  be  also  4.  of  fXi\  that  is  to  say,  that  in  general  the  outlines  de- 
scribed by  the  point  /  will  be  exactly  the  sixth  part  of  the  outlines 
described  by  the  point  c. 
This  proposition  is  that  adopted  by  Mr.  Heilmann. 
It  may  also  be  observed,  that  the  triangles  dbc  and  dV  f  being 
also  similar  triangles,  we  have     " 

be     db 


b'f    db' 
and  as  Mr.  Heilmann  has  taken  b'd'^b'f,  it  results 

6  c  —  ft  <f . 

Afler  this  demonstration,  which  requires  only  the  first  notions  of 
geometry,  to  be  understood,  it  will  be  very  easy  to  perceive  how  the 
pantograph  acts  in  the  embroidering  machine.  In  looking  over 
Figs.  1,  2  and  3,  it  will  be  seen  in  Fig.  1,  that  the  side  6  c  has  a 
handle  B",  by  which  the  workman  puts  the  instrument  in  action ; 
Fig.  2  shows  the  profile  of  the  angles  and  hinges ;  and  Fig.  3 
shows  more  plainly,  the  support  on  which  it  turns,  and  the  turning 
point  by  which  it  carries  the  stuff  and  frame  in  its  movements. 

To  obtain  more  precision  and  solidity,  the  sides  of  the  pantograph 
are  joined  togiether,  so  that  the  middle  of  their  thickness  is  exactly 
in  the  vertical  plane  of  the  stuff,  and  the  axles  of  the  hinges  as 
perpendicular  as  possible,  to  that  plane  in  which,  consequently,  all 
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the  moyements  are  accomplished.  This  is  effected  by  fixing  on  the 
large  upper  bar  D"  a  bent  piece  d'^  (Figs.  1  and  3)  having  a  proper 
jutting,  and  on  which  is  also  fixed  the  piece  d\  which  is  joined  to 
the  extremity  6  d  by  a  hinge ;  this  piece  d'  is  &stened  to  d"  by  an 
iron  pin;  but  it  has  an  oblong  hole,  and  before  listening  the  nut  it 
must  be  drawn  backwards  or  forwards,  until  the  support  be  exactly 
in  the  plane  of  the  stuff.  This  condition  being  accomplished,  it  re- 
mains only  to  fix  the  frame  to  the  angle  /  of  the  parallelogram , 
which  is  done  by  means  of  the  piece  F"  (Figs.  1  and  3.) 

It  is  now  plain,  that,  if  the  workman  takes  hold  with  his  hand 
of  the  handle  B''  (Fig.  1)  and  makes  the  pantograph  move  in  any 
way,  the  point/  will  describe  a  figure  similar  to  the  figure  described 
by  the  point  c  and  6  times  smaller,  as  we  have  demonstrated,  but 
the  point  /  cannot  move  without  moving  the  frame  and  aU  its  sup- 
ports ;  besides,  if  the  frame  is  well  fixed  on  all  sides,  and  forced  to 
move  in  the  same  plane,  each  of  its  points  and  of  those  fostened  to 
it,  will  go  exactly  through  the  same  way  as  the  point/.  Thus,  in 
the  motion  of  the  pantograph,  every  point  of  the  stuff  describes  a 
figure  equal  to  that,  described  by  the  point/,  and  consequently 
similar  to  that,  which  the  point  c  describes  and  6  times  smaller.  It 
is  sufficient,  then,  to  give  to  the  workman,  who  holds  the  handle 
B"  a  drawing  six  times  larger  than  that  which  must  be  executed  by 
the  machine,  and  to  give  him  at  the  same  time  a  sure  and  easy 
means  to  go  with  the  point  c  through  all  the  outlines  of  that  draw- 
ing :  for  this  purpose,  there  is  fixed  at  e,  and  perpendicular  to  the 
parallelogram,  a  little  style,  terminated  by  a  point  C,  and  the 
drawing  is  set  on  a  vertical  board  E,  parallel  to  the  plane  of  the 
stuff  and  the  parallelc^am,  and  put  back  only  a  distance  equal  to 
the  length  of  the  style  c  C  (Figs.  1  and  2 ;)  this  board  is  support- 
ed by  the  iron  rod  e',  fixed  on  an  iron  foot  E'  (Fig.  1)  which  is  also 
used  for  different  purposes,  as  we  shall  show  hereafter ;  the  frame, 
loaded  with  its  beams  and  stuff,  forms  a  pretty  heavy  weight,  and  it 
will  be  observed  that  if  it  is  necessary,  as  we  have  said  to  direct  it, 
to  keep  it  in  its  plane,  it  is  necessary  also  to  lighten  it,  so  that  the 
embroiderer  may  carry  the  point  of  the  pantograph  without  effort 
or  uncertainty  in  his  movements. 

Mr.  Heilmann  has  accomplished  this  in  the  following  manner : 

1st.  A  rope  e  (Fig.  1,)  tied  to  the  side  6  c  of  the  pantograph, 
passes  over  a  pulley  and  supports  at  its  extremity  a  weight  which 
the  workman  may  graduate,  at  will :  this  weight  balances  the  pan- 
tograph and  tends  to  raise  the  frame  a  little ; 

2d.  The  upper  side  F'  of  the  frame  carries  two  jutting  rulers, 
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the  profile  of  which  is  seen  at  E"  (Fig.  3,)  both  have  a  longitudinal 
and  horizontal  slit  in  which  the  rod  e^'  may  easily  slide  (Figs.  1 
and  3),  which  thus  is  used  as  a  guide  to  maintain  in  its  plane, 
all  the  upper  part  of  the  frame,  for  the  rods  ef*  are  fixed  to  the  great 
bar  D'' ;  the  length  of  the  slit  at  each  of  the  rulers  E"  must  be 
equal  to  the  amplitude  of  the  lateral  movement,  which  the  frame 
can  take; 

3d.  The  under  side  of  the  frame,  has  two  horizontal  rods  H  and 
H  (Fig.  1)  supported  by  two  small  arms,  which  aie  a  little  bent, 
as  shown  at  h  (Fig.  2 ;)  each  of  these  rods  is  fixed  in  the  groove 
of  a  pulley  H'  (Fig.  1,)  the  blocks  of  which  are  of  an  oval  form 
(Fig.  4)  and  supported  by  two  triangular  flanges  A',  h*  on  the  two 
arms  A"  which  form  the  extremity  of  a  forked  lever  H",  the 
profile  of  which  is  shown  in  Fig.  2 ;  the  two  levers  H"  must 
move  together,  in  order  that  the  two  sides  of  the  frame  may  be 
equally  raised ;  therefore  they  are  keyed  on  a  shaft  T,  supported  at 
its  two  extremities  by  feet  of  cast  iron  I"  (Fig.  2,)  a  counterpoise  I, 
which  slides  on  the  arms  of  the  levers  H'',  and  which,  as  it  may  be 
carried  from  or  near  the  line  of  the  supports,  allows  to  raise  the 
frame  upwards  to  any  required  height,  and  without  preventing 
the  frame  to  move  in  all  directions,  prevents,  however,  its  being  dis- 
placed from  the  original  plane,  for  which  the  pantograph  had  been 
regulated ;  the  length  of  the  rods  H  must  also  be  equal  to  the  am- 
plitude of  the  lateral  movement  of  the  finme,  and  the  arms  of  the 
levers  H''  must  be  sufficiently  long  to  let  the  arc,  which  they  make 
the  flanges  h'  (Fig.  4)  of  the  pulley  describe,  be  confounded  by  de- 
grees with  a  straight  line,  in  the  greatest  excursion  from  top  to  bot- 
tom or  from  bottom  to  top,  which  the  frame  can  make. 

4th.  Two  guides  i,  i  (Fig.  1)  supported  on  iron  feet,  have  vertical 
slits  in  which  the  under  side  of  the  frame  F  is  fristened. 

ARRANGEMENT  OF  THE  CARRIAGES. 

Before  we  describe  the  arrangement  and  action  of  the  pincers 
which  carry  the  needles,  we  shall  explain  the  disposition  and  move- 
ment of  the  two  carriages  which  carry  these  pincers  and  all  their 
mechanism. 

These  carriages,  which  are  entirely  similar,  are  disposed  one  at 
the  right  and  the  other  at  the  left  of  the  firame  (Fig.  2 ;)  we  shall 
designate  by  the  same  letters  of  reference  the  pieces  which  compose 
them. 

Each  carriage  executes  its  movements  on  a  railway,  composed  of 
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two  raik  as  straight  as  possible  and  horizontally  fixed,  one  at 
each  side  of  the  machine.*  One  of  these  rails  is  seen  at  K 
(Fig.  2;)  an  end  view  is  given  on  the  right  at  No.  2,  and  its 
plan  is  represented  in  Fig.  6 ;  the  two  jutting  parts  Ar,  k  are 
placed  and  bolted  on  two  brackets,  also  bolted  to  the  two 
vertical  poets  A  C  and  A  B  of  the  frame :  one  of  these  brackets 
is  seen  at  the  1^  (Fig.  1,)  the  ccxresponding  bracket  of  the  other 
rail  is  seen  also  on  the  right,  against  the  post  A'  B'.  The  carriage 
itself  is  composed  only  of  a  long  hollow  cylinder  of  cast  iron  L 
(Figs.  1,  2  and  6)  having  at  each  of  its  extremities  two  wheels  L' 
which  roll  on  the  rails  K  (Figs  1  and  2 ;)  the  wheek  L'  su-e  mounted 
on  a  piece  V  (Fig.  2)  forked  to  receive  the  axis  of  the  wheels,  and 
the  piece  V  is  also  bolted  on  the  piece  or  appendix  /  (Figs.  1  and  6} 
which  is  cast  on  the  cylinder  L. 

These  pieces,  which,  properly  speaking,  constitute  the  carriage, 
are  then  in  perfect  equilibrium  on  the  rails  E,  and  thus  may  with 
the  greatest  facility  approach  or  withdraw  from  the  stuff  to  prick  or 
draw  the  needles. 

But,  to  supersede  the  necessity  of  employing  a  person  to  produce 
these  alternate  motions  of  the  carriage,  Mr.  Heilmann  attaches  to 
it,  a  piece  of  mechanism  by  means  of  which  the  workman  who  directs 
the  pantograph,  can  himself  without  changing  his  place,  conduct  the 
carriages  and  regulate,  as  he  pleases,  the  extent  of  their  course  as 
well  as  the  rapidity  of  their  motions. 

This  mechanism,  will  perhaps  appear  to  many  readers,  at  first 
sight,  a  Uttle  complicated,  but  in  reality  it  is  simple  and  very  inge- 
nious^ and  what  is  an  essential  point,  it  acts  with  remarkable  preci- 
sion. We  shall  now  endeavour  to  make  this  part  of  the  arrange- 
ment understood. 

A  pulley  J  (Fig.  2)  is  fastened  against  the  post  A  B  at  the  right 
of  the  frame,  by  two  stands  J'  and  J" :  a  similar  pulley  is  fastened 
to  the  other  end  of  the  frame  against  the  corresponding  post  A'  B' 
(Fig.  1 :)  in  this  figure,  the  last  only  has  been  represented,  and  that 
which  is  &stened  to  the  post  A  B  has  been  suppressed,  to  show  the 
wheel  m  (see  left  side  of  Fig.  1,  and  edge  view  in  centre  of  Fig.  2) 
on  which  it  would  project  On  a  level  with  the  centre  of  the  pul- 
leys J  is  fixed  an  iron  shaft  M"  (Fig  1}  supported  in  proper  couplings 
or  bearings,  which  are  fixed  againist  the  large  posts  A  C  and  A'  C' 


*  The  reader  will,  of  course,  understand,  that  there  are  two  sets  of  rails  K 
K,  with  their  pulleys  L'  L',  one  set  on  each  aide  of  the  machine,  as  seen  at  K 
K  and  L'  L'  (Fig.  1.) 
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(Fig.  1.)  of  the  frame ;  the  shaft  M"  haa  towards  its  extremities,  but 
inside  the  frame,  two  cog  wheels  m ;  the  left  hand  one  is  visible  in 
Fig.  1,  the  right  being  hid  by  the  pulley  J ;  its  left  extremity  (pan 
tograph  side)  projects  outside  the  frame,  to  support  another  cog 
wheel  M  (Figs.  1  and  2.)  On  the  pulley  J  and  on  the  correspond- 
ing cog  wheel  in,  passes  an  endless  chain  j  (Fig.  2 :)  the  part  of 
this  chain  which  must  pass  round  the  circumference  of  the  wheel 
m  is  called  Yaucanson's  chain  (c&aine-ele- Fauoifwon,)  the  oUier 
which  must  pass  round  the  circumference  of  the  pulley  J  is  a  sim- 
ple strap ;  the  two  extremities  of  the  chain  J,  are  secured,  one  at  j' 
and  the  other  at  j"  (Fig.  2)  to  the  piece  m"^  which  is  supported  by 
the  extremity  of  the  stud-pin  m'  (see  right  side  of  Fig.  1)  which  is 
fixed  in  the  piece  {  of  the  extremity  of  the  cylinder  L ;  this  same 
stud-pin  also  carries  a  roller  which  runs  under  the  rail  K,  to  steady 
the  carriage. 

It  results  from  this  arrangement,  that  by  turning  the  shaft  M" 
(Fig.  I)  or  the  wheel  M  (Fig.  2)  in  the  direction  indicated  by  the 
arrow  (Fig.  2,)  the  carriage  will  be  forced  towards  the  stuff;  and,  on 
the  contrary,  by  turning  the  wheel  M  in  a  direction  opposite  to  the 
arrow,  the  carriage  will  move  from  the  stuff. 

The  left  hand  carriage  (Fig.  2)  is  arranged  exactly  as  the  right 
hand  one,  which  we  have  just  described ;  every  thing  is  the  same 
and  designated  by  the  same  letters  of  reference,  with  the  exception 
of  the  wheel  M,  which  is  at  the  extremity  of  the  shaft  M"  corres- 
ponding to  the  second  carriage,  it  is  designated  by  the  letter  M',  be- 
cause it  is  necessary  to  distinguish  the  two  wheels  M  and  M',  which 
are,  however,  in  all  respects  similar  and  fixed  in  the  same  manner. 

When  one  of  the  carriages  has  advanced  and  pricked  the  needles 
into  the  stuff,  the  other  is  there  ready  to  receive  them,  it  takes  hold 
of  them,  draws  them,  performs  its  course  in  removing,  to  draw  the 
thread  and  tighten  the  stitch,  afterwards ;  it  oomes  back  and  brings 
the  needles  to  prick  the  stuff  in  its  turn ;  during  its  motion,  the  first 
carriage  must  remain  in  its  place  waiting  for  it ;  thus  the  two  car- 
riages go  alternately  backwards  and  forwards,  but  never  move  at  the 
same  time. 

To  effect  this,  Mr.  Heilmann  has  disposed  ima  the  piece  O,  which 
is  bolted  on  the  two  posts  A  C  and  A  D  of  the  firame,  a  bent  lever 
non'  n'\  moveable  round  the  point  o ;  the  bending  n'  has  a  cog- 
wheel O',  and  the  extremity  n"  another  cog-wheel  O' ;  the  four 
wheek  M,  M',  O'  and  O''  have  similar  teeth  and  diameter ;  the  two 
wheek  O'  and  O''  are  fixed  in  relation  to  each  other,  so  that  it  is 
sufficient  to  turn  the  handle  N  (Figs.  1  and  2)  to  make  the  wheel 
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O'  turn,  and  consequently  the  wheel  O' :  when  the  lever  nok  ver- 
tical, the  wheel  O'  touches  neither  the  wheel  M  nor  the  wheel  M', 
but  when  inclined  to  one  side  or  the  other,  it  will  mesh  or  gear 
alternately  into  the  wheel  M  or  the  wheel  M'. 

Viewing  these  parts  as  they  are  represented  by  Fig.  2,  it  is  evident, 
that  by  turning  Uie  handle  N  in  the  direction  indicated  by  thffarrow, 
the  wheel  M  will  turn  in  the  direction  indicated  by  its  arrow,  and 
the  right  carriage  will  approach  to  the  limit  which  prevents  the  pincers 
from  touching  the  stuff,  with  a  rapidity  which  depends  entirely  on 
the  person  who  turns  the  handle  N :  by  turning  the  handle  in  a 
contrary  direction,  the  carriage  will  go  backwards,  and  the  simple 
movement  of  the  lever  n  o  (Figs.  1  and  2)  will  suffice  to  act  alter- 
nately on  the  left  or  on  the  right  hand  carriage.  The  reader  will 
perceive,  that  when  the  lever  n  o  is  vertical,  the  wheel  O'  will  neither 
touch  the  wheel  M  nor  yet  the  wheel  M',  but  if  the  lever  n  o  is  in- 
clined to  one  side  or  the  other,  the  wheel  O'  will  be  geared  into  the 
wheel  M  or  M)  alternately. 

The  workman  having  one  of  his  hands  occupied  with  the  handle 
B''  of  the  pantograph,  and  the  other  With  the  handle  N,  he  has 
only  his  feet  left  to  act  on  the  lever  n  o,  and  as  he  has  yet  many 
other  things  to  do,  Mr.  Heilmann  has  {daced  before  him  two  treadles, 
by  means  of  which  he  executes  with  his  feet  a  series  of  operations 
not  less  delicate  than  those  he  executes  with  his  hands. 

For  the  present,  we  shall  consider  these  treadles  only  as  the 
means  of  communicating  motion  to  the  lever  n  o. 

The  treadles  P  (Figs.  1  and  2)  are  moveable  round  the  axis  p  (Fig. 
1),  and  have  ropes  p'  rolled  in  a  contrary  direction  on  the  pul- 
leys P' ;  these  pulleys  are  fixed  on  a  shaft  P''  (Figs.  1  and  2)  su[qM>rted 
on  one  side  by  the  stand  E',  and  on  the  other  by  a  piece  K' 
fesiened  to  the  two  large  poets  of  the  fmrbe  A  0  and  A  D  (Fig. 
2) ;  the  shaft  F'  supljports  at  its  extremity  a  piece r,  represented  in 
front,  and  a  side  view  No.  3,  a  little  above,  and  at  the  left  of  the 
place  which  it  occupies  (Fig.  1) ;  it  has  teeth  on  a  portion  of  its  cir- 
cumferenee  (we  shall  see  further  the  use  of  these  teeth,  but  for  the 
present  we  have  only  to  speak  of  the  part  without  teeth) ;  and  is 
furnished  with  a  pin,  which  goes  into  the  forked  extremity  of  the 
lever  no;  now,  it  is  evident,  that  by  lowering  the  treadle  P,  which 
is  now  raised  (Fig.  1)  the  upper  part  of  the  shaft  F'  (supposed  to  be 
seen  from  the  end  as  in  Fig.  2)  wiQ  turn  from  left  to  right,  and  the 
lever  n  o  will  be  inclined  so  as  to  gear  the  wheel  O'  into  the  wheel 
M',  but  at  the  same  tinde,  the  treadle  which  is  now  down  will  be 
laisedi  because  its  rope  P'  (Figs.  1  and  2)  wiH  of  necessity  be  roDed 
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on  its  pulley  in  proportion  as  the  other  rope  will  unroll,  so  thai  the 
apparatus  will  be  quite  ready  to  act  in  a  contrary  direction,  when 
needed. 


ARRANOEMBNT  OF  THE  PINCERS. 

The  shaft  L'  (Figs.  1  and  2)  supports  from  distance  to  distance, 
at  spaces  of  about  half  a  metre,  appendices  q  q  fastened  to  it  (see  also 
Fig.  6,  where  the  scale  is  larger) ;  it  is  to  these  appendices  that  are 
listened,  with  two  bolts,  the  curved  arms  Q  (Figs.  1  and  2) 
which  are  destined  to  support  all  the  mechanism  of  the  pincers ; 
Fig.  6  represents  a  part  only  of  one  of  these  arms  but  as  they 
are  disposed  nearly  in  the  same  manner  above  and  below  (see  Fig. 
2)  the  shaft  L',  tl^  part  is  sufficient,  with  the  Figs.  1  and  2,  to  give 
a  comfdete  idea  of  them :  an  iron  rail,  forming  a  well  set  triangular 
prism,  represented  at  S  (Figs.  6  and  7),  extends  between  the  two 
consecutive  arms  d,  d,  as  seen  in  Fig.  1,  and  it  is  fixed  against 
each  of  these  arms  by  means  of  an  ear  ^  (Figs.  6  and  7)  in 
which  passes  an  iron  pin  which  crosses  the  thickness  of  the  arm 
but  instead  of  a  simple  hole,  the  ear  has  a  slit  which  allows  to  carry 
it  backwards  or  forwards.  The  workman  can  then  put,  one  aft<v 
another,  in  a  very  straight  line,  the  three  rulers  S,  which  must  be 
found  in  the  three  intervals  of  the  arms  Q.  (Fig.  1);  each  of 
them  is  a  little  prolonged  beyond  its  two  ears,  so  that,  after  they  are 
properly  arranged,  the  three  consecutive  rulers,  seem  to  form  but  a 
single  triangular  prism,  extending  from  one  end  to  the  other  of  the 
carriage.  This  prism  is  destined  to  receive  and  to  support  all  the 
pincers  that  are  found  in  a  row. 

Figs.  8,  9, 10  and  1 1,  represent  the  different  parts  which  compose 
one  of  the  pincers.  At  T  (Fig.  8}  is  seen  the  under  jaw,  set  in  its 
place  and  fixed  on  the  prismatic  ruler ;  it  will  be  observed  easily 
that  it  has : 

1st  Underneath,  a  little  to  the  left,  a  set  screw  f ,  by  means  of 
which  it  is  fixed  on  this  prismatic  ruler,  the  form  of  whidi  ruler  it 
has  at  its  under  part ; 

2d.  At  the  left  extremity  (see  Figs.  6  and  8),  a  spring  ^,  used  to 
raise  the  end  of  the  upper  jaw  Y,  in  forcing  it  to  shut  and  to  press 
against  the  under  jaw ; 

Sd.  Upwards,  and  towards  its  middle,  two  little  round  ears,  with 
a  hole  in  them,  and  separated  fix)m  each  other  by  an  interval  equal 
to  the  thickness  of  the  upper  jaw,  and  destined  to  receive  the  cor- 
responding ear  v  of  this  jaw ; 
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4th.  A  little  to  the  right  of  the  ears,  a  small  vertical  jutting  t'\ 
eerving  to  stop  the  needle,  if  by  any  cause  it  should  be  misplaced 
or  too  much  in  advance ; 

5th.  At  the  right  extremity,  a  thin  plate  T',  having  a  conical 
hole  larger  inside  than  outside ;  a  front  view  of  this  plate  is  repre- 
sented at  Fig.  11. 

The  upper  jaw  Y  has  been  removed  from  its  place  in  Fig.  8,  in 
order  to  show  its  form  better. 

It  will  now  be  perceived,  that  if  the  upper  jaw  Y  of  the  pincer 
(see  Fig.  8)  is  dropped  down  into  its  place  between  the  ears  t'  and 
a  pin  passed  through  these  ears,  the  pincer  will  be  complete,  or  like 
that  shown  in  Figs.  2, 6  and  7. 

In  ixder  that  the  pincer  may  be  opened  to  receive  the  needle,  the 
long  end  of  the  upper  jaw  Y  must  be  pressed  down  sufficiently  to 
overcome  the  elasticity  of  the  spring  ^. 

Fig.  9  represents  a  view  of  Uie  pincer  from  above  (a  plan  view) ; 
it  also  shows  the  size  of  the  jaws  and  that  of  the  spring  r. 

Fig.  10  represents  a  pincer,  seen  from  the  end,  on  the  side  of  the 
plate  T'. 

Fig.  12  represents  a  needle  Y',  of  full  working  size  ^  the  eye  is 
in  the  middle,  the  thread  is  put  in  it  as  in  a  common  needle,  but  it 
is  not  doubled,  the  filaments  of  the  short  end  are  only  mixed  with 
those  of  the  long  near  the  needle,  and  are  slightly  twisted,  so  that 
they  may  hold  better,  and  go  more  easily  through  the  stuff  through 
the  hole  which  the  needle  makes. 

When  a  pincer  is  opened  and  half  of  the  needle  comes  to  be  en- 
gaged in  it)  by  the  opening  of  the  plate  T',  it  is  fixed  in  an  angular 
groove,  the  depth  of  which  is  a  little  less  than  the  diameter  of  the 
needle^  and  when  the  pincer  is  shut,  the  upper  jaw  Y,  holds  it  in 
the  groove ;  thus  the  needle  is  held  fast,  by  three  points  of  its  cir- 
cumference. 

Suppose  now,  that  all  the  pincers  are  set  at  a  proper  distance  on 
the  prismatic  ruler  S  (Figs  6,  7  and  8)  to  form  the  upper  row  of  the 
right  hand  ccurriage,  as  seen  in  Fig.  1,  we  shall  endeavour  to  ex- 
plain by  what  kind  of  mechanism  the  workman  succeeds  in  open- 
ing, at  the  same  time,  all  the  pincers  of  the  upper  roW)  when  they 
should  deliver  up  the  needles  to  those  of  the  opposite  carriage,  after 
having  pricked  them  into  the  stuff. 

There  is  for  this  purpose,  an  iron  shaft  U  which  extends  from  one 
side  of  the  carriage  to  the  other  (see  Fig.  1) ;  an  end  view  of  this 
shaft  is  shown  at  U  Fig.  13,  by  which  it  will  be  seen,  that  it  is  flat 
on  one  side :  this  shaft  is  supp^ted  by  little  forks  u  (Fig.  6)  which 
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are  £su9tened  with  bolts  at  the  extremity  of  the  arms  Q,  and  it  i^ 
fixed  there  by  a  key-pin  u'  \  the  shaft  is  round  in  the  parts  which 
rest  in  the  forks,  and  these  are  of  such  a  height,  that  when  its  flat 
part  is  turned  downwards,  it  touches  the  ends  of  all  the  upper  jaws 
V,  without  pressing  them,  so  that  the  pincers  remain  shut,  and  it 
opens  them  when  it  turns  on  its  axis,  by  forcing  down  the  springs  t'. 

To  produce  this  effect,  Mr.  Heilmann  fixes  at  the  two  extremities 
of  the  shaft  U  two  sectors  with  teeth  r,  Xy  a  side  view  of  which 
may  be  seen  in  Fig.  2 ;  each  of  these  sectors  gears  into  a  toothed 
vertical  ruler  X  (Figs.  1  and  2)  which  can  slide  against  the  arm  d 
of  the  carriage,  where  it  is  fixed,  and  the  ruler  X  has  at  its  under 
part  an  horizontal  pin  x'  (Figs.  1  and  2) ;  it  is  by  means  of  these 
pins  that  the  movement  is  communicated  to  the  ruler  X,  and  to  the 
sector  Xy  and  consequently  to  the  shaft  U,  to  open  and  shut  the 
pincers. 

We  shall  now  try  to  explain  how  the  workman  performs  this 
operation,  by  means  of  the  two  treadles  P  (Figs.  1  and  2.) 

We  have  already  said,  that  the  shaft  P",  which  is  put  in  motion 
by  the  treadles  P,  supports  at  its  right  extremity  (Fig.  1)  a  piece  p' 
destined  to  make  the  lever  no  act ;  this  piece  is  represented  in  front 
at  Fig.  2,  and  on  the  left  at  No.  3 ;  it  has  teeth  on  two-thirds  of  its 
circumference,  and  is  used  as  a  pinion ;  with  its  tootlied  part,  it 
gears  into  a  sector  r,  fixed  at  the  extremity  of  the  shaft  R 
(Figs.  1  and  No.  3)  which  can  revolve  on  its  axis  and  is  supported 
by  proper  bearings  r'  r'  (Fig.  1),  placed  in  the  middle  of  the  hori- 
zontal and  lower  bars  of  the  frame.  The  shaft  R  also  supports 
two  arms  Z  Z  (Fig.  1  and  No.  3),  placed  crosswise  upon  it,  and  ter- 
minated by  forks  z  and  z'\  the  two  forks  designated  by  z' 
correspond  to  the  left  hand  carriage  (as  seen  in  Fig.  2),  and  those 
designated  by  z  correspond  to  the  right  carriage ;  they  are  destined 
to  receive  the  stud-pins  .r'  of  the  notched  rulers  X ;  and  it  is  very 
easy  to  understand  how  they  operate.  For,  taking  these  parts  as  they 
are  represented  in  Fig.  2,  let  us  suppose  that  the  workman  brings 
the  right  carriage  towards  him,  by  turning  the  handle  N,  in  the  di- 
rection of  the  arrow :  then,  the  carriage  advancing,  secures  the 
stud-pins  x'  in  the  forks  jzr',  and  pricks  into  the  stuff  the  jutting  half 
of  the  needles  which  it  carries,  and  these  halves  enter  into  the  pin- 
cers of  the  left  hand  carriage,  which  are  open  to  receive  them,  it  is 
then  necessary  instantly,  to  shut  the  left  hand  carriage  pincers,  so 
that  they  may  take  the  needles  and  open  the  right  hand  carriage 
pincers  to  give  them  up.  This  the  workman  does  with  his  foot,  at 
once ;  he  bears  on  the  raised  treadle  to  draw  the  rope  which  it  sup- 
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ports ;  then  tbe  movement  of  rotation  which  is  produced  in  the  cor- 
responding pulley  is  communicated  to  the  shaft  P'',  pinion  p"  sector 
r,  shaft  R,  and  simultaneously  to  the  two  arms  Z,  Z,  the  extremi- 
ties z,  z  of  these  arms  (Figs.  1  and  2)  are  raised  and  carry  the 
stud-pins  i7'  in  their  ascending  movement,  consequently  the  toothed 
rulers  X  ascend  in  sliding  in  their  grooves  or  guides,  make  the 
sectors  x  and  the  flat  sided  shaft  U  turn,  which  gives  pressure 
on  the  end  of  all  the  upper  jaws  Y  of  the  pincers  and  opens  them 
all  at  once,  by  means  of  Uie  arms  Z  Z  (No.  3),  the  forks  z^'  z'  which 
terminate  them  at  the  left,  descend  and  carry  with  them  the  stud- 
pins  x'  of  the  toothed  rulers  X  of  the  left  hand  carriage,  make  the 
corresponding  sectors  x  turn  as  well  as  the  flattened  shaft  U,  on 
which  they  are  fixed ;  its  flat  side  coming  on  the  ends  of  the  upper 
jaw  y  of  the  pinceis,  and  all  the  pincers  of  this  side  are  shut  by 
means  of  the  springs  t'.  Thus  at  the  same  time,  the  workman 
shuts  the  pincers  of  the  left  hand  carriage  and  opens  those  of  the 
right  hand  carriage,  which  will  remain  open  until  they  have  re- 
ceived the  needles,  after  the  return  of  the  left  hand  carriage.  The 
same  movement  of  the  treadle,  which  produced  this  double  result, 
has  also  changed  the  position  of  the  lever  n  o  (Fig.  2)  and  brought 
tbe  wheel  O'^n  the  wheel  M' ;  so  that  the  workman  has  only  to 
turn  the  handle  N  to  give  motion  to  the  left  hand  carriage,  which 
draws  the  needle  and  tightens  the  stitch. 

The  threads  are  stretched  in  proportion  as  the  carriage  withdraws, 
but  this  tension  presenting  no  elasticity,  some  inconvenience  might 
have  happened,  had  not  Mr.  Heilmann  fixed  to  the  carriages  a  piece 
of  mechanism  by  means  of  which  every  thread  is  pressed  at  the 
same  time  by  a  weight,  which  is  easily  regulated,  as  will  be  hereafter' 
more  fiilly  explained. 

The  reader  will  see  in  Fig.  1  (a  little  below  the  prismatic  rail 
which  supports  the  pincers)  a  shaft  Y  which  extends  across  the 
carriage  and  projects  over  it  at  each  side ;  this  shaft  is  supported  by 
pieces  y  which  are  bolted  on  the  arms  Cl(Figs.  1, 2  and  6)  in  which  it 
may  turn ;  at  its  left  extremity,  it  has  two  little  bars  y'  and  w^  and  at  its 
right  extremity  a  single  bar  y*  and  a  counterpoise  y"  which  may  be 
seen  in  Fig.  2 ;  the  extremities  of  the  two  bars  y'  are  connected  by 
a  stout  wire  which  extends  across  the  machine  (Fig.  1)  and  which 
wire  must  be  very  straight :  this  wire  is  simply  twisted  together  at 
its  ends  after  having  taken  a  turn  round  the  notched  ends  of  the 
bars  y',  as  will  be  seen,  on  close  examination  (Fig.  1) ;  the  position 
of  the  wire,  connected  to  the  ends  of  the  bars  y'  is  also  indicated  in 
Figs.  2,  6  and  7 ;  all  the  threads  which  come  from  the  needles  must 
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pass  under  ibis  wire,  (see  Figs.  2  and  6.)  When  the  carriage  ap- 
proaches the  stuff,  and  before  the  wire  touches  it,  the  bar  tr,  (the 
position  of  which  is  seen  in  Fig.  2)  meets  a  stud-pin  tr'  (Fig.  I), 
which  bears  against  it  and  raises  it  gradually ;  the  bars  y',  y'  and 
the  wire  which  connects  them  is  raised  at  the  same  time  and 
take  the  position  represented  in  Fig.  7 :  on  the  contrary,  when  the 
carriage,  m  leaving  that  position,  goes  from  the  stuff,  the  bar  w 
slides  in  descending  on  the  pin  w',  is  removed  to  a  little  distance, 
and  then  the  counterpoise  y"  makes  the  bars  y'  fall,  bringing  down 
the  wire  which  connects  them,  on  all  the  threads  of  the  needles ; 
after  which  the  nuM^hinery  takes  the  position  indicated  in  Figs.  2 
and  6. 

In  the  description  just  given,  we  have  only  considered  the  upper 
range  of  pincers  and  needles,  in  order  to  sintplify  our  demonstrati<»is, 
but  it  will  be  seen  that  in  Figs.  1  and  2,  there  is  an  under  range  of 
pincers  and  needles  which  are  also  connected  to  the  lower  extremity 
of  the  arms  Q,  exactly  similar  to  the  upper  range ;  the  machinery 
which  opens  and  shuts  the  pincers  is  also  the  same,  and  operates 
simultaneously,  which  will  be  seen  by  referring  to  Fig.  2,  because 
the  sectors  xx  and  toothed  rulers  X  X  are  the  same :  the  flattened 
shaft  U  of  the  upper  carriage  is  precisely  the  same  ^  that  of  the 
under  carriage.  Tension  is  communicated  to  the  threads  of  the 
lower  needles  by  an  arrangement  the  same  as  that  above  des^nated 
by  the  letters  of  reference  Y,  y,  y',  w  and  «r',  (see  Figs.  1  and  2.) 

Having  thus  described,  to  the  best  of  our  ability^  this  beautiful 
piece  of  mechanism,  we  will  <^er  a  few  remarks  in  regard  to  its 
operatbn. 

The  size  of  the  patterns  which  the  machine  can  embroider  is 
limited,  as  well  as  the  number  of  needles  to  be  set  at  work  \  because, 
all  the  needles  in  each  carriage  (on  the  same  horizontal  line)  have 
each  its  respective  pattern,  so  that  the  number  of  patterns  to  be  em- 
broidered will  be  equal  to  the  number  of  needles  employed.  For 
example,  in  Fig.  1,  there  are  16  patterns  in  each  range ;  these  would 
require  one  needle  each ;  it  is  therefore  evident,  that  the  distance 
between  the  needles,  respectively,  must  be  somewhat  greater  than 
the  breadth  of  the  pattern  to  be  embroidered,  or  the  motion  of  the 
frame  would  cause  a  part  of  the  stuff  which  had  been  embroidered 
by  one  needle,  to  come  in  front  of  another  needle. 

Therefore,  if  it  is  desired  to  work  with  130  needles,  66  above  and 
66  below,  and  if,  for  example,  each  pattern  was  to  be  7  inches  in 
breadth,  it  is  very  evident,  that  the  distance  between  the  needles 
should  be  rather  more  than  7  inches,  and  would  require  a  machine 
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more  than  66  times  7  inches,  or  about  13  metres  in  breadth  :  but,, 
the  arrangement  of  the  mechanism  will  not  allow  to  give  the  ma- 
chine so  great  a  breadth :  hitherto  the  machines  have  been  confined 
to  2^  metres  for  the  working  part,  carrjring  on  this  space  130  needles^ 
that  is  to  say,  65  above  and  65  below,  set  at  a  distance  of  about  1^ 
inches  apart  (mettre  a  la  distance  d' environ  4  centimetres) ;  this 
then  is  the  maximum  of  the  breadth  of  the  patterns  to  be  em- 
broidered. 

To  embroider  patterns  of  a  larger  size  the  number  of  needles 
must  be  diminished  so  as  to  allow  of  a  greater  distance  between 
them :  it  would  be  necessary,  for  instance,  to  reduce  them  one-hatf, 
to  produce  patterns  3  inches  (S  centimetres)  wide. 

But,  in  diminishing  the  number  of  needles,  we  decrease  the  ad- 
vantages of  the  machine  ;  because,  it  requires  as  much  time  to  work 
a  carriage  with  50  needles  as  one  with  130. 

Although  the  machine  is  limited  in  its  width,  it  has  the  advan- 
tage of  having  no  limit  in  its  length  or  height ;  it  may,  for  instance, 
embroider  at  the  same  time  130  ribbands  of  any  length ;  it  will 
suffice  to  dispose  these  ribbands  on  the  beams  G,  and  to  embroider 
all  the  height  which  the  vertical  motion  of  the  frame  allows ;  then 
the  workman  Qsarks  the  place  where  he  has  left  off,  and  stops  the 
working  of  the  machine  for  a  moment,  while  he  rolls  on  one  of  the 
beams  O  the  embroidered  part  which  he  had  executed,  and  brings 
before  the  needles  the  new  stuff  which  is  to  be  embroidered ;  he 
makes  the  point  of  the  pantograph  rise  or  descend,  according  to  the 
part  last  finished,  whether  above  or  below,  the  pattern  on  the  table 
E  (Fig.  1)  being  raised  or  lowered  to  correspond ;  and  then  con- 
tinues to  embroider  from  the  mark  which  he  had  made  before 
rolling  the  stuff  on  the  beam. 

It  will  be  perceived,  that  the  workman  must  not  follow  with  the 
pantograph,  the  pattern  which  is  on  the  board  E,  but  must  stop  the 
point  of  that  instrument  on  the  point  or  little  square  of  the  design 
paper  or  pattern  which  the  needle  is  going  to  prick,  he  carries  it  again 
and  stops  it  on  the  point  through  which  the  needle  should  go  or 
enter  in  returning,  and  so  forth. 

To  facilitate  this  kind  of  reading,  the  pattern  which  is  on  the 
board  E,  is  composed  of  straight  lines,  crossing  each  other  at  right 
angles,  as  in  Fig.  70,  (which  see)  so  that  the  workman  has  contin- 
ually under  his  eye  the  pattern  divided  off  into  small  squares,  which 
he  must  follow  with  the  point  of  the  pantograph ;  should  he  hap- 
pen to  be  interrupted  and  have  neglected  to  mark  the  place  where 
he  left  off,  he  must  look  at  the  embroidered  stuff  in  the  machine, 
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to  see  what  has  been  already  embroidered  and  to  find  by  compari- 
son with  the  pattern  on  the  table  E,  where  he  is  to  commence  his 
work  again,  in  order  to  leave  nothing  undone  and  not  to  repeat 
twice  the  same  thing. 


INDEX  TO  PLATES  1  AND  2. 


A  B  C  D,  Pig.  2,  The  side  of  the 
frame  where  the  workman  sits. 

A'  B'  C,  Fig.  1,  The  opposite  side 
of  the  frame. 

A",  Fig.  1,  Lower  cross-bars 
which  connect  the  feet  of  the 
two  sides  of  the  frame. 

a,  The  six  feet  of  the  frame, 
(Fig.  2)  on  the  pantograph 
side. 

a\  The  six  feet  of  the  opposite 
side  of  the  frame,  (see  Fig.  1). 

a"^  Fig.  1,  Knees  which  unite 
the  cross-bars  A"  to  the  verti- 
cal posts  of  the  frame. 

B',  Figs.  1  and  2,  Handle  of  the 

fEintograph. 
,  6",  Three  of  the  angles  of 
the  pantograph. 

c,  Point  of  the  side  h  b"  on  which 
the  point  is  fixed. 

C",  Fig.  2,  Point  of  the  panto- 
graph. 

D",  Pigs,  1  and  2,  Cross-bar  in 
the  shape  of  a  trough  which 
unites  tne  frame  above. 

d,  Fixed  points  on  which  the 
pantograph  turns. 

E,  Fig.  1,  Board  on  which  the 
pattern  to  be  embroidered  is 
put. 

E',  Support  of  the  board  E. 

e,  Rope  attached  by  one  end  to 
the  side  6  c  of  the  pantograph, 
passing  over  a  pulley,  and  hav- 
mg  a  weight  at  the  other  end. 

e',  Iron  rod  to  support  the  board 

E. 
E",  Fig.  3,  Sliding  rule  fixed  on 

the  side  F  of  the  frame. 
tf",  Figs.  1  and  2,  Rod  fixed  on 

the  cross-bar  D"  and  sliding  in 

tfie  sliding  rule  E". 


PF,  Pigs  1,  2  and  3,  Vertical 
posts  of  the  frame  which  car- 
ries the  stuff. 

F'F'  Figs.  1,  2  and  3,  Horizon- 
tal sides  of  the  same  frame. 

F",  Figs.  1  and  3,  Stand  fixed 
on  Uie  upper  side  F'  of  the 
frame  and  connected  by  an 
axis  pin  to  the  pantograph. 

/,  Fourth  angle  of  the  parallelo- 
gram which  forms  the  panto- 
graph. 

G,  Figs.  1,  2  and  3,  Four  rollers 
or  wooden  beams  fixed  on  the 
vertical  poets  of  the  frame  for 
carrjring  the  stuff. 

G',  Figs.  3  and  7,  Two  rulers 
fixed  on  the  same  posts  and 
intended  to  maintain  in  the 
same  vertical  plane,  the  stuff 
rolled  on  the  beams  G. 

g,  Fig.  3,  Ratohet  wheels  fixed 
at  one  of  the  ends  of  the  rol- 
lers G. 

^,  Catohes  which  hold  the 
wheels  g. 

G"  Stuff. 

g'*,  Pig.  1,  Strings  used  to  stretch 
the  stuff  sideways. 

H,  Guide-rods  fixed  to  the  under 
side  of  the  frame  which  car- 
ries the  stuff. 

A,  Pigs.  1  and  2,  Curved  arms 
which  support  the  rods  H. 

H',  Figs.  1  and  3,  Throated  pul- 
leys in  which  the  rods  H  slide. 

A'  A',  Figs.  1  and  4,  Flanges  by 
which  the  blocks  of  the  pul- 
leys H'  are  supported. 

H",  Large  levers  which  support 
at  one  end  the  blocks  of  the 
pulleys  H'  and  at  the  other 
counterpoises  I  (Pig.  2.) 
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h"^  Fig.  1,  The  two  extremities 
of  the  forks  of  the  levers  H". 

I,  Counterpoise  of  the  lever  H". 

I',  Fig.  2,  Shaft  on  which  are 
supported  the  levers  H",  fixed 
to  answer  for  each  other  and 
so  that  the  two  sides  of  the 
frame  which  carries  the  stuff 
he  supported  and  moved  at  the 
top  with  an  equal  force. 

V\  Figs.  1  and  2,  The  two  sup- 
ports of  the  extremities  of  the 
shaft  I'. 

i,  Fig.  1,  Two  iron  feet  having 
a  vertical  slit  in  which  slides 
the  under  edge  of  the  frame, 
serving  to  maintain  it  in  its 
plane  during  its  motions. 

J,  Fig.  2,  Pulleys  at  each  end  of 
the  frame. 

J'  and  J' ,  Figs  1  and  2,  Stands 
which  support  the  pulley  J. 

7,  Endless  chain. 

j'  and/',  Points  to  which  the 
extremities  of  the  endless  chain 
are  attached. 

E,  Figs.  1, 2  and  5,  Rails  for  the 
carriages;  Fig.  5  represents 
one  of  these  rails,  seen  from 
above,  with  flanges  k  by  which 
it  is  bolted  to  the  upright  posts 
B  of  the  frame. 

K',  Fig.  2,  Cross  meces  bolted  to 
the  two  posts  A  D  and  A  C  and 
supporting  the  extremity  of 
the  shaft  P". 

k^  Flange  of  the  rails  K. 

L,  Figs.  1,  2  and  6,  Shaft  or 
cylinder  of  the  carriage,  hav- 
ing at  its  two  extremities  a 
flange  by  which  it  is  fastened 
to  Uie  wheel-carriers  V  and 
having  besides  from  distance 
to  distance  appendices  9,  q  des- 
tined to  receive  the  large  arms 
CI  CI. 

ly  Flanges,  through  which  the 
axis  of  the  shaft  L  is  fixed  to 
the  wheel-carriers  /'. 

L',  Small  wheels  which  support 
the  carriage  on  the  rails  KT. 


f ,  Wheel-carriers,  forked  at  the 
two  extremities  to  receive  the 
axles  of  the  small  wheels  L'. 

M,  M ,  Figs.  1  and  2,  Cog-wheels, 
set  on  the  front  extremity  of 
the  axles  M''  and  outside  of 
the  frame. 

m'^  Fig.  I,  Cog-wheel,  set  on  the 
shaft  M''  inside  the  frame. 

M''  M''  Two  shafts  turning  in 
bearings  fixed  on  the  large 
posts  AD,  AD'  and  AC,  A 
C  of  the  frame ;  one  of  these 
shafts  is  shown  in  Fig.  1. 

m'  Stud-pin  crossing  the  piece  /' , 
and  supporting  the  wheel  L' 
which  rolls  on  the  rail  K. 

m"  Fig.  2,  Piece  supported  also 
by  the  stud-pin,  m'  and  to 
which  the  endless  chain  is 
connected,  (Fig.  2). 

N,  Figs.  1  and  2,  Handle  by 
means  of  which  the  wheel  O'' 
Fig.  2,  is  turned,  to  move  the 
carriages  forward  or  backward. 

n^n\n"^  Bent  lever  supporting 
the  two  cog-wheels  O'  and  O" 
and  supported  by  the  axis  pin 
0,  Fig.  2. 

O,  Cross-bar  (Fig.  2)  connecting 
the  sides  A  C  and  A  D  of  the 
fi^me. 

0,  Support  or  axis  of  the  lever 
»,  n',  n". 

O'  and  O",  Two  cog-wheels 
gearing  into  each  other,  fixed 
to  the  points  n'  and  n"  of  the 
bent  lever  n,  n',  n"  and  moving 
with  it  (Fig.  2.) 

P,  Figs.  1  and  2,  Two  treadles. 

?,  Aios  of  the  treadles  P. 
"  Pulleys  fixed  on  the  shaft  P" 
and  moving  with  it 

p'  Ropes  which  connect  the  trea- 
dles P  to  the  pulleys  F. 

P''  Shaft  which  carries  the  pul- 
leys P'. 

p"  Piece  fixed  at  the  extremity 
of  the  shaft  P'' ;  it  has  teeth 
on  f  of  its  circumference,  and 
the  other  part  is  prolonged  and 
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has  a  stud-pin  which  goes 
through  the  forked  extremity 
of  the  lever  no  to  make  it 
move,  Figs.  1  and  2. 

Q,  d,  Figs.  1,  2  and  6^  Large 
arms  of  cast  iron,  which  are 
fixed  on  the  shaft  or  cylinder 
L  by  means  of  the  flange  q^  q. 

q,  q,  Flange  intended  to  support 
the  arms  d  d. 

R,  Fig.  1,  Shaft  supported  at  the 
under  part  of  the  frame  by 
two  beaVinffs  r'  r'. 

r  Sector  with  teeth,  supported 
on  the  extremity  of  the  shaft 
R,  and  gearing  into  the  pin- 
ion p". 

r'  r',  Bearings  fixed  on  the  frame 
and  supporting  the  shaft  R. 

S,  Figs.  1,  2  and  6,  Prismatic 
rule  supporting  the  pincers ;  it 
is  ftistened  between  two  con- 
secutive arms  d  d  by  means 
of  the  ears  s*  y. 

y  9'  Ears^  to  which  the  arms  d 
d  are  bolted. 

T,  Figs,  6,  8,  9  and  10,  Under 
jaw  of  the  pincer. 

/,  Screw  intended  to  fasten  it  on 
the  prismatic  rail. 

T',  Plate  pierced  by  a  hole 
through  which  the  needle  goes 
into  ^e  pincer,  (Fig.  11). 

t  Spring  intended  to  press  down 
the  upper  jaw  of  the  pincer  on 
the  needle. 

U,  Fig.  1,  Flat  shaft  supported 
by  the  extremity  of  the  arms 
d  d ;  it  is  also  shown  in  Figs. 
6,  7  and  13. 

u,  Fig.  6,  A  small  fork  piece 
which  supports  the  axis  of  the 
shaft  U. 

«',  Key  pins  which  keep  the  axis 
of  the  shaft  U  in  its  place  in 
the  fork  pieces  ti. 

V,  Upper  jaw. 

r,  Ear  used  to  connect,  by  means 
of  a  pin,  the  upper  jaw  of  the 
pincer  with  the  under  one, 
(Fig.  8), 


V,  Fig.  12,  Needle  of  the  fuU 
size,  with  the  eye  in  the 
middle. 

117,  Arm  at  the  extremity  of  the 
shaft  Y,  and  intended  to  make 
the  shaft  turn  at  the  moment 
when  it  leaves  it. 

w'^  Stud-pin  fixed  to  the  frame, 
and  against  which  the  small 
arm  w  slides,  Fig.  1). 

yf"j  Two  small  arms  fixed,  one 
on  the  upper  shaft  Y,  the 
other  on  the  under  shaft  Y'  ; 
they  are  connected  by  a  wire, 
so  Uiat  the  motion  of  the  shaft 
Y  produces  that  of  the  shaft 
Y',  (see  middle  of  Fig.  1.) 

X,  X,  Figs.  1  and  2,  Two  ver- 
tical rules  with  teeth  sliding 
against  the  arms  d  d. 

s,  Sectore  gearing  with  the  teeth 
of  the  rules  X  and  fixed  on 
the  flat  shaft  U  with  which 
they  turn,  (Fig.  2.) 

or',  Stud-pins  fixed  at  the  bottom 
of  the  rules  X,  Figs.  1  and  2. 

Y,Y,Figs.  1  and  2,  Shafts  sup 
ported  by  the  arms  d  and 
turning  freely. 

y,'y',  Small  perpendicular  arms 
or  rods  on  the  ends  of  shaft  Y, 
Figs.  1  and  2. 

y",  O>unterpoise  of  the  arm  or 
it)d  Y,  Figs.  1  and  2. 

Z  Z,  Arms  fixed  on  the  shaft  R  ; 
each  being  terminated  by  two 
forks  zzj  Fig.  2,  one  at  the 
right,  and  the  other  at  the  left 

z,  z*,  Forks  which  terminate  the 
arms  Z  Z,  and  which  are  in- 
tended to  receive  the  stud-pins 
r*  of  the  toothed  rules  X  X. 

No.  1,  Horizontal  section  of  the 
post  A  B,  seen  from  above,  and 
also  showing  the  thickness  of 
and  the  shape  of  the  foot  a. 

No.  2,  Section  of  the  rail  E. 

No.  3,  A  view  in  profile  and  in 
front  of  the  pinion  p". 
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In  coDcludiiig  thb  part  of  our  subject  we  camiot  but  express  our 
admiration  of  Uiose  talents  which  have  overcome  difficulties  in  the 
construction  of  machinery,  as  great  as  any  ever  conquered  by  hu- 
man skill  and  perseverance.  The  embroidering  machine  is  not  the 
only  invention  which  Mr.  Heihnann  has  given  to  the  world ;  for  we 
find,  by  referring  to  the  recmls  of  the  "  Soci^t^  Industrielle  de  Mul- 
hausen,"  accounts  of  several  other  inventions  of  his  in  different 
branches  of  manufiustures,  partieularly  in  power  loom  weaving; 
and  among  many  interesting  papers  furnished  by  this  gentleman 
and  published  in  die  '^  Bulletin"  of  the  "  Society,"  there  is  a  memoir 
entitled  '<  Observations  Microscopiques  sur  la  f<Mrme,  la  finesse,  et  la 
force  des  filamens  de  Coton,"  containing  much  valuable  informa- 
tion.*   Indeed,  we  may  say  of  Mr.  Heilmann  what  Lord  Jefirey 

*  We  extract  the  following  characteristic  morceau  from  page  543  of  a  book 
entitled,  *^  Baines's  History  of  the  Cotton  Manufacture,"  as  a  specimen  of  the 
enviooa  spirit  entertained  by  Englishmen  (especially  of  the  middle  class)  to- 
wards the  French:—  *,^«« 

"NOTE 

Relative  10  the  Form  of  the  Fibres  ef  Cotton.  By  James  Thomson,  F.R.S. 

In  the  first  volume  of  the  *  BuUeHn  de  la  SocUte  IndtutrieUe  de  MyXhaur 
sen^  published  in  1828,  is  a  memoir,  by  Mr.  Josue  Heilmann,  entitled  ^  Obser- 
vations Microscopiques  sur  la  forme,  la  finesse,  et  la  force  des  filamens  de 
Coton,'  in  which  he  ascribes  to  the  fibres  of  Cotton  the  same  form  precisely 
given  to  them  in  the  drawing  of  Bdr.  Bauer,  dated  Feb.  11, 1822,  which  ae- 
companies  my  pi^er  '  On  Mummy  Cloth.' 

Mr.  Heilmann's  '  Observations'  are  accompanied  by  a  drawing  of  Bdr.  Ed- 
ward Koechlin,  of  the  fibres  of  cotton.  Whoever  will  take  the  trouble  to 
compare  the  two  drawings,  will  detect  internal  evidence  of  the  one  being  de- 
rived from  the  other.  Mr.  Heilmann's  paper  being  published  in  1828,  and 
mine  in  1834,  renders  some  explanation  necessary. 

In  1822  or  1823,  Bir.  Edward  Koechlin  was  in  England,  and  during  a  visit 
he  paid  to  me  at  Primrose,  he  saw  Mr.  Bauer's  drawing,  and  requested  per- 
mission to  copy  it,  which  was  readily  granted.  It  is  from  this  drawing  and 
Mr.  Eoechlin's  communication,  that  Mr.  Heiknann's  '  Observations  Bdicro- 
■copiques'  are  derived. 

The  paltry  fraud  of  appropriating  to  himself  the  observations  of  others, 
without  acknowledgment,  mi|^t  have  passed  unnotioed  by  me  for  ever,  had 
not  the  friends  of  Mr.  Bauer  considered  this  explanation  necessary." 

We  have  the  pleasure  of  being  well  acquainted  with  Mr.  Heihnann,  and 
know  that  he  is  not  only  an  extremely  ingenious  man,  but  also  a  man  of  ster- 
ling honour  and  strict  integrity,  and  altogether  incapable  of  any  tiling  of 
this  sort  We  will  venture  to  assert,  that  Mr.  H.  possesses  more  real  inven- 
tive talent  than  Mr.  Bauer  and  all  his  friends  put  together.  Why  do  no 
these  gentlemen  also  lay  claim  to  the  embroidering  machine  which  we  have 
just  described?    Perhaps  they  invented  it  too ! 

42 
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said  of  James  Watt: — ^^IndepeDdently  of  his  great  attainmenti  in 
mechanics,  he  is  an  extraordinary,  and,  in  many  respects  a  wonder 
fill  man ; — ^possessing  infinite  quickness  of  apprehension,  a  prodi- 
gious memory,  and  a  certain  rectifying  and  methodizing  power  of 
digesting  and  arranging  in  its  proper  place,  that  which  is  really 
valuable  in  practice,  and  of  casting  aside  and  rejecting,  as  it  were 
instinctively,  whatever  is  worthless  or  immaterial.'' 


SECTION   NINTH. 


SPOOLING,  WARPING  AND  SIZING  BY  POWER, 

The  processes  of  spooling,  warping  and  sizing  having  been  al- 
ready thoroughly  investigated,  as  applicable  to  looms  worked  by 
hand  (see  Section  First,)  it  only  remains  to  show  how  these  various 
processes  may  be  facilitated,  by  the  application  of  power  instead  of 
manual  labour :  this  subject  we  shall  now  endeavour  to  elucidate. 

Were  we  ambitious  of  confusing  the  wits  of  the  rabble  with  very 
learned  dissertations  on  spooling,  warping  and  sizing,  we  would  call 
in  the  aid  of  that  mysterious  art,  known  to  patent  agents  and  quack 
doctors  by  the  cognomen  of  "  saw-dusting  f*  but  our  object  is  to 
diffuse  light  and  not  darkness. 

Fig.  148  represents  a  common  cylindrical  shaft,  containing  16 
drums  A,  with  four  spools  BBBB,  which  roll  against  the  drum,  by 
friction  of  contact ;  C  C  represent  cast  iron  arches  fixed  between 
each  pair  of  drums,  and  serving  to  keep  the  spools  in  their  places 

*  A  villainous  system  of  trickery  or  deeeptioO|  by  which  a  lie  is  garnished 
over  and  made  to  appear  as  truth:  it  is  commonly  practised  by  men  of  no 
real  inventive  talent  or  capacity ;  but  whose  impudence  is  their  grand  substi- 
tute for  genius.  Such  characters  often  apply  to  some  dishonest  patenl-agent, 
or  petty  lawyer,  whose  business  it  is  to  assist  them  in  their  difficulties ;  which 
he  does  by  drawing  out  a  long  windy  rigmarole  specification  of  some  5,000 
odd  words,  purposely  to  work  up  the  inventon  or  inventicms  of  some  inge- 
nious man,  under  pretence  of  making  improvements  thereon ;  and  then  gild- 
ing the  pill  over  so  skilfully  in  the  summing  up  of  the  claim,  as  to  be  swal- 
lowed by  the  public  without  a  shrug ! 
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(see  D  D,  Fig.  149.)  Each  spool  has  suitable  iron  gudgeons  at  its 
ends,  serving  as  an  axis  on  which  it  revolves  (see  Pig.  148.)  E  E 
are  the  bobbins  from  the  spinning  frame :  F  F  are  cylindrical  pieces 
of  iron  covered  with  cloth,  lying  on  the  moveable  rails  G  G.   Pieces 

Fig.  148. 


of  cloth  are  also  festened  on  the  rails  beneath  the  cleaners  F  F,  so 

that  the  thread  passes  through  between  the  two  plies  of  cloth,  which 

partly  smooth  down  the  fibres,  and  clean  it  from  any  loose  specks 

that  may  adhere  to  it ;  II  are  guide  pins  fristened  on  the  rails  G  G 

(Fig.  149.)     The  pulley  J,  driven  by  a  band  from  the  cylinder 

shaft,  is  connected  with  a  heart  motion,  which  moves  the  rails  G  G 

alternately  in  a  horizontal  direction  the  full  length  of  the  spools, 

and  by  means  of  the  guide-pins  1 1,  causes  the  yam  to  wind  on 

equally  from  end  to  end  of  the  spools.     Each  of  the  drums  A  is 

covered  with  cloth  or  leather,  and  requires  to  be  perfectly  true,  as 

otherwise  it  would  give  a  vibratory  motion  to  the  spools  while  the 

yam  is  winding  on. 

Fig.149. 
D*        D 
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This  machine  is  extremely  light,  simple  in  its  construction,  and 
easily  kept  in  order.  A  machine  containing  twenty  drums  may  be 
attended  by  two  girls  of  twelve  years  of  age,  and  is  capable  of 
winding  3,000  hanks  per  day  of  12^  hours. 

Instead  of  winding  the  yam  off  the  small  bobbins  on  to  others 
of  a  larger  size,  it  is  common  in  a  number  of  fectories  to  take  the 
bobbins  direct  from  the  spinning  frame  to  the  warping  machine, 
which  is  mounted  with  a  rack  or  creel  suited  to  the  size  of  the 
bobbins.  This  creel,  rack,  or  bobbin  frame,  is  attached  to  the  back 
of  the  warping  machine,  and  lies  in  a  horizontal  position,  but  is 
hollowed  in  the  centre  like  a  cradle ;  hence  it  is  denominated  the 
cradle  warper.  The  girl  who  attends  this  machine  stands  with  her 
face  towards  the  back  of  the  warper,  having  the  bobbin  firame  in- 
tervening ;  she  thereby  has  all  the  bobbins  within  her  reach,  so  that 
whenever  she  perceives  one  nearly  empty,  she  is  ready  to  remove  it, 
replace  it  with  a  lull  one,  and  tie  the  two  ends  of  the  thread,  with- 
out stopping  the  machine.  And  owing  to  the  number  of  bobbins 
in  the  frame,  and  the  small  quantity  of  yaia  contained  on  each, 
they  are  constantly  empt3ring,  while  the  attendant  is  constantly 
supplying  their  places  with  ftiU  ones ;  but  in  order  to  prevent  them 
from  running  out  entirely,  she  requires  to  take  out  a  considerable 
number  before  the  yam  is  completely  wound  off.  The  yam,  there- 
fore, which  is  left  on  the  bobbins,  if  not  wound  off  at  some  other 
machine,  is  liable  to  be  made  into  waste.  Hence  the  cradle  warper 
has  not  been  generally  adopted,  as  it  has  been  found  that  the  loss 
from  the  quantity  of  waste  made  by  it,  is  greater  than  the  expense 
required  for  spooling,  or  winding  the  yam  from  small  bobbins  on  to 
others  of  a  larger  size,  suited  to  the  common  bobbin  frame  of  a 
warping  machine. 

The  next  step  preparatory  to  the  operation  of  weaving  is  the  for- 
mation of  the  warp  or  chain,  that  is,  the  longitudinal  threads  of  the 
web,  which  lie  parallel  to  each  other  through  the  breadth  of  the 
cloth.  The  bobbins  are  transferred  to  the  warping  machine ;  and 
though  this  machine  is  very  simple  in  its  construction,  yet  it  is  well 
worthy  our  notice. 

WARPING  MACHINE. 

The  species  of  warfnng  machine  which  we  shall  now  endeavour 
to  explain  is  an  American  invention,  and  is  fru*  superior  to  those  used 
in  Great  Britain ;  for  it  has  the  advantage  of  being  provided  with  an 
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ingenious  contrivance  by  means  of  which  it  is  instantly  stopped  on 
the  breaking  of  a  thread. 

Wig.  150. 


A  A)  Figs.  160  and  151,  is  the  framing  of  the  machine,  which 
being  constructed  of  wood,  gives  it  a  heavy  appearance  in  the  draw- 
ings ;  B  Figs.  151  and  153  are  the  threads  proceeding  from  the 
bobbin  frame  to  the  iron  plate  C,  where  each  thread  is  separated  ; 
the  place  C  being  perforated  with  small  holes  corresponding  to  the 
number  of  threads  to  be  wound  on  the  beam.  Passing  the  plate  C, 
where  all  the  threads  are  brought  into  one  horizontal  plane,  they 
thence  pass  over  the  rods  D  D :  from  these  through  the  guide-reed 
E  and  on  to  the  beam  F,  which  is  represented  as  containing  only 
the  first  round  of  the  yam.  The  belt  pulleys  G  are  on  the  same 
shaft  with  the  wheel  H,  which  drives  the  wheel  I ;  on  the  same 
axis  with  the  wheel  I,  is  the  drum  J,  which  drives  the  yarn  beam 
F.  The  drum  J,  on  which  the  yarn  beam  rests,  and  by  which  it  is 
moved,  is  exactly  one  yard  in  circumference,  and  upon  one  end 
of  its  axis,  there  is  a  screw  working  into  small  geared  wheels  con- 
nected with  an  index,  which  indicates  the  revolutions  of  the  drum 
during  the  warping  of  each  beam,  from  which  the  length  of  yarn 
on  each  beam  is  ascertained^  and  ihe  attendant  is  paid  accordingly. 
The  axis  of  the  yam  beam  rests  on  two  slots  of  the  framing  at  K, 
and  la  pressed  down  upon  the  drum  J,  by  the  stinrup  LL,  which  is 
also  weighted  down  by  the  cross  lever  M.    From  the  top  of  ^e 
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stirrap  L,  an  arm  N  extends  to  the  guide  reed  E,  so  that  as  die 
yarn  filk  on  the  beam  F,  it  gradually  rises,  and  the  arm  N  presses 
up  the  guide  reed  with  the  same  gradual  motion,  so  as  to  keep  it 
always  in  a  proper  position  in  relation  to  the  increasing  diameter  of 


Fig.  151. 


r^ 


.rail 

^  .fuV- 


the  yam  beam :  O,  Fig.  161,  is  a  strap  attached  to  the  weight  P, 
and  which  winds  round  a  small  shaft,  on  the  end  of  which  the 
ratchet  wheel  d  is  made  &sL  When  the  beam  is  sufficiently  fuU, 
the  strap  O  is  wound  up  by  means  of  a  wrench  attached  to  the 
ratchet  wheel,  which  thereby  lifts  the  weight  P,  the  lever  M  and 
stirrup  L,  untQ  the  hook  on  the  axis  of  the  yarn  beam  at  £[,  is  so 
fiir  relieved  as  to  be  pressed  back :  the  full  beam  is  then  removed, 
and  an  empty  one  put  in  its  place — the  stirrup  is  brought  forward 
till  the  hook  is  above  the  axis  of  the  beam — the  catch  of  the 
ratchet  wheel  is  lifted — the  strap  unwound — and  the  machine  is 
then  ready  to  warp  another  beam. 
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From  the  foregoing  deecription,  it  will  be  seen  that  this  warping 
machine  differs  very  little  from  those  used  in  Great  Britain.    It  is 
however  in  every  respect  as  simple  and  efficient,  besides  having  the  ^ 
advantage  of  the  stop-motion ;  and  which  will  now  be  described. 

As  the  yam  from  the  bobbin  frame  enters  the  plate  C,  it  passes 
over  the  rods  D  D ;  but  between  these  rods,  there  is  a  drop-wire  sus- 
pended upon  each  thread :  these  drop-wires  are  pieces  of  flattened 
steel  wire,  about  four  inches  bng,  from  ^  to  {\  broad,  and  p,  of  an 
inch  thick:  their  weight  varies  from  4  grains  4  dwts.  to  4  grains 
10  dwts.  They  are  hooked  at  the  top,  and  suspended  by  their  own 
weight  on  each  thread.  (See  RRR,  front  view.  Fig.  160,  and  R, 
Fig.  153.)  When  the  machine  is  in  operation,  the  drop-wires  are 
borne  up  by  the  tension  of  the  threads,  but  as  soon  as  any  one 
thread  breaks,  it  slackens,  and,  of  course,  the  wire  drops  down  till 
~  the  point  of  the  hook  at  S,  Fig.  154,  rests  on  the  plate  T  T,  Fig. 
153  ;  and  it  is  this  dropping  down  of  the  wire  that  stops  the  ma- 
chine. The  shaft  U  U  extending  across  the  machine,  has  an  ec- 
centric at  y,  Figs.  150  and  153,  which  works  into  the  fork  of  the 
lever  WW.  On  the  top  of  the  lever  WW,  there  is  a  small  tum- 
bler X  Y  X  attached  to  the  steel  plate  Z,  Figs.  150  and  153.  The 
lever  W  W  turns  upon  a  journal  at  A',  Figs.  151  and  163 ;  and  in 
consequence  of  the  eccentric  Y  working  into  the  fork,  the  tap  of  the 
lever,  and  with  it  the  tumbler  X  T  X,  and  the  plate  Z  are  made  to 
oscillate  under  the  drop-wires ;  so  when  a  thread  breaks,  the  wire 
drops  down,  and  retards  the  oscillating  motion  of  the  plate  Z,  which 
immediately  depresses  either  end  of  the  plate  X  X  of  the  tumbler, 
which  again  presses  down  the  lever  B'  C  at  B',  and  raises  the  other 
extremity  at  C.  By  lifting  the  lever  at  C,  the  rod  D'  D',  being 
then  disengaged,  b  operated  upon  by  the  spiral  spring  E',  Fig.  160, 
which  causes  it  to  shift  so  far  as  to  act  upon  the  upright  rod  F',  and 
turn  it  round  as  iar  sis  to  make  the  belt  lever  &,  shift  the  belt 
from  the  frist,  on  to  the  loose  pulley.  And  as  these  various  parts 
are  fitted  so  as  to  operate  all  at  once,  the  machine  upon  the  break- 
ing of  one  thread  will  be  instantly  stopped. 

When  the  broken  threads  are  all  tied,  and  the  machine  ready  to 
be  put  in  motion,  the  girl  attending,  lays  hold  of  the  rafl  H'  H',  Fig. 
150,  and  pulls  it  forward ;  I'  I'  are  straps  of  leather  festened  to  the 
wooden  frame  J' J',  containing  the  drop  wires;  therefore,  by  draw- 
ing down  the  rail  H'  H',  the  shaft  K'  K'  turns  round,  and  causes  the 
straps  L'L,  to  raise  the  frame  J' J'  so  iar  as  to  lift  all  the  drop-wires 
above  the  top  of  the  plate  Z,  which  keep  their  places  by  the  tension 
of  the  yam,  as  soon  as  the  machine  gets  into  frill  operation.    In 
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liftinf  the  drop-wire  frame  J'  J',  it  alaodrawe  up  the  poiiil  M'l  of  the 
small  leVer  M'  N',  Figs.  151  and  163,  whkh  caueee  the  other  ex- 
tremity N',  to  operate  upoQ  an  arm  of  the  iqpright  rod  F',  and  turn 
it  round  as  &8t  as  to  lei  the  belt  lever  Q',  shift  the  driving  bek 
from  the  loose,  on  to  the  &st  pulley :.  at  the  same  tune  another  arm 
O',  of  the  upright  rod  F',  Fig.  151,  also  operates  upon  the  rod  I>  D* 
at  P',  Fig.  160,  and  shifts  it  to  the  right  hand,  until  the  point  C  erf 
the  lever  B'  C,  drops  into  the  square  groove  seen  in  Fig.  160 :  the 
lever  or  catch  C',  is  kept  in  the  groove  of  the  rod  D'  D',  by  the 
small  spiral  spring  Q/,  Thus  by  puUing  forward  the  rail  H'  H',  the 
drop-wires  are  lifted,  and  the  whole  machine  is  instantly  put  in 
operation ;  and  by  lifting  the  catch  C,  the  rod  I>  I^  being  opera- 
led  upon  by  the  spiral  spring  E',  it  is  instantly  stopped. 

FigiL  152, 153  6l  154. 
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Fig.  162  ifl  a  front  view  of  the  guide  reed  E,  seen  in  Fig.  161,  for 
directing  the  yarn  on  the  beam  F  :  it  conedBts  of  a  piece  of  sheet 
iron  cut  into  a  number  of  slits,  corresponding  to  the  number  of 
threads  to  be  warped  on  the  beam.  By  examining  the  figure,  it 
will  be  seen  that  the  slits  are  so  contrived,  that  a  lease  may  be 
formed  on  each  beam  if  necessary^ 

In  looking  at  the  representations  given  of  this  machine,  tliose  un- 
acquainted with  it  might  be  apt  to  suppose,  from  the  number  of 
levers,  springs,  4cc  depending  upon  each  other,  that  it  would  work 
inaccurately,  and  be  difficult  to  keep  in  orders  This,  however,  is 
not  the  case.  The  warping  machines  used  in  Great  Britain  require 
the  utmost  attention  on  the  part  of  the  attendant  to  notice  instantly 
when  a  thread  bieaks ;  as  should  her  eye  be  diverted  from  her  work 
but  one  moment,  the  end  of  a  broken  thread  might  wind  round  the 
beam  so  .&r,  as  to  require  five  minutes  or  more  to  find  it,  and  put 
the  machine  again  in  motion.  But  this  is  not  the  case  with  those 
used  in  America ;  for  while  the  machine  is  in  operation,  the  attend^- 
ant  is  frequently  behind  the  bobbin  frame,  taking  out  empty  spooid, 
and  supplying  their  places  with  frill  ones ;  nor  could  the  cradle 
warpers  of  America  be  used,  except  by  being  furnished  with  a  self- 
acting  stop-motion.  This  motion  is,  therefore,  eminently  entitled 
to  the  appellation  of  an  important  labour-saving  improvement 

The  above  account  of  the  American  ^pooling  and  warping  ma- 
chines, is  principally  abridged  from  the  able  descriptions  given  by 
James  Montgomery,  Esq.,  in  his  excellent  work,  entitled,  "  The 
Cotton  Manufacture  of  the  United  States  of  America  contrasted  and 
compared  with  that  of  Great  Britain.'' 

We  close  this  part  of  our  subject  with  a  remark  or  two  regarding 
the  warping  and  beaming  of  silk  webs : — 

1st  In  warping  silk  webs  where  the  warp  is  to  consist  of  differ- 
ent grists  or  colours  of  yam,  as  in  stripes,  ginghams,  pullicates,  &c., 
the  bobbins  must  be  arranged  in  the  creel  or  bank  agreeably  to  the 
order  in  which  they  are  indicated  in  the  draught  or  design. 

2d.  A  silk  warp  to  make  taffeta,  must  not  be  put  on  the  same 
roller  or  beam  with  one  to  make  gros  de  Tours  serge,  satin,  &c., 
but  each  must  have  a  separate  and  distinct  roller  for  itself;  and  they 
roust  be  weighted  according  to  the  nature  of  the  texture  to  be  pro- 
duced. 

3d.  A  warp  making  the  same  pattern  in  several  places  in  the 
web,  but  double-threaded  in  one  place  and  single  in  another,  must 
not  be  all  put  on  the  same  roller  or  beam ;  because,  the  different 

43 
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parts  would  not  work  equally  tight  in  the  weaving,  as  the  doid)le- 
threaded  part  would  be  much  larger  on  the  roller  than  the  single. 

SIZING. 

Since  the  invention  of  tlie  common  dressing  or  sizing  machine, 
in  1802,  by  Mr.  Thomas  Johnson,  an  ingenious  mechanic  of  Bred- 
bury,  a  great  many  different  contrivances  have  been  tried  to  &cili- 
tate  the  operation  of  sizing ;  but  most  of  them  have  sunk  into  ob- 
livion. It  will  be  our  object,  in  this  place,  to  describe  only  those 
which  are  likely  to  prove  beneficial  to  the  manufiicturer.  The  first 
of  these  which  we  shall  consider,  is  of  the  invention  of  Mr.  John 
Potter,  of  Manchester ;  and  the  second,  of  Messrs.  Hornby  and 
Kennyworthy,  manufacturers,  Blackburn. 

Mr.  Potter's  improvements  in  the  process  of  preparing  warps  for 
the  loom,  consist ;  firstly, — In  certain  variations  in  the  construction 
of  the  ordinary  dressing  machine,  by  means  of  which,  the  manu- 
fisu^turer  is  enabled  to  dress  warps  which  have  previously  undergone 
the  process  of  sizing,*  so  as  to  produce  a  warp  more  capable  of 
enduring  the  subsequent  friction  in  the  process  of  weaving ;  and, 
secondly,  In  the  construction  and  arrangement  of  a  new  machine 
for  the  purpose  of  producing  a  warp  of  greater  length,  and  thereby 
obviating  the  necessity  of  joining  or  twisting  in  the  warp  so  fre- 
quently as  is  the  case  when  a  warp  of  the  ordinary  length  is  used. 
The  same  letters  and  figures  of  reference  indicate  the  same  parts 
throughout. 

Fig.  1,  Plate  3,  represents  a  side  elevation  of  a  dressing  machine 
to  which  part  of  these  improvements  is  applied ;  and  Fig.  2,  is  a 
plan  of  the  same.  In  operating  with  this  machine,  it  is  usual  to 
place  the  yarn  on  six  or  eight  beams,  from  which  it  is  drawn  ofi*  and 
combined  in  the  process  of  dressing  to  form  the  warp ;  but  in  Mr. 
P's  machine,  the  warp,  in  a  ball  (as  taken  from  the  drying  house,) 
is  placed  at  the  point  A,  and  the  end  of  the  warp,  in  a  ozed  state, 

*  The  common  sizing  machine  consists  of  a  trongh  filled  with  size,  through 
which  the  warp  is  drawn ;  but  instead  of  passing  the  warp  simply  through 
the  size,  it  is  made  to  pass  under  and  over  a  series  of  rolien,  having  suit- 
able gudgeons  and  bearings  at  their  ends,  rotary  motion  being  communi- 
cated by  the  friction  of  the  travelling  warp  as  it  is  drawn  away  from  them. 
After  having  passed  this  series  of  rollers,  the  warp  is  squeezed  between  two 
large  wooden  rollers  or  cylinders,  which  expel  the  superfluous  moisture.  It 
» then  passed  over  the  cylinders  of  a  common  drying  machine,  similar  to 
those  used  by  calico  printers,  when  it  is  finished. 
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is  carried  over  the  rest  or  guide  B,  and  between  the  pressing  rollers 
C  and  D,  thence  round  the  stud  E,  and  back  under  the  roller  D, 
passing  again  between  the  pressing  rollers  C  and  D,  and  over  the 
upper  sarfece  of  the  roller  C.  From  this  point  it  is  carried  forward 
over  the  rollers  F,  G  and  H,  till  it  arrives  at  the  horizontal  position, 
where  it  is  traversed  in  the  direction  of  the  arrow  through  the 
ravel  H',  suspended  from  above,  so  as  to  yield  to  any  impediment 
which  may  arise  in  the  warp,  and  forward,  between  the  stiffening 
rollers  1 1,  whence  it  proceeds  under  the  brushes  K,  and  is  taken  up 
on  the  warping  beam  of  the  loom,  as  in  the  ordinary  dressing  ma- 
chine. M,  is  the  driving  pulley,  and  motion  is  imparted  to  the  va- 
rious parts  in  the  common  way.  Now  it  is  well  known  to  weavers 
and  persons  conversant  with  the  preparation  of  warps  for  the  loom, 
that  the  adhesion  of  various  threads  of  sized  warp,  would  cause 
great  difficulty  in  passing  it  through  this  machine  with  any  degree 
of  regularity.  To  obviate  this  difficulty  and  separate  every  thread, 
two  rods  L  L,  are  passed  through  the  openings  of  the  lease  which 
has  been  secured  at  the  warping  machine,  as  best  seen  at  Fig.  1. 
These  rods  L  L,  are  attached  to  the  shaft  or  rod  M',  (see  Fig.  2,) 
through  which  they  receive  an  alternating  motion  from  the  arm  N, 
which  is  vibrated  by  the  connecting  rod  O,  driven  from  an  eccentric 
on  the  fece-plate  P,  as  seen  in  Fig.  1,  where  the  varying  position  of 
the  rods  L,  will  be  seen  dividing  the  threads  or  ends  of  the  warp  in 
its  progress  towards  the  rollers  II.  In  Fig.  4,  the  process  of  open- 
ing or  separating  each  thread  of  the  warp  is  effected  by  means  of 
the  two  blades  Q  Q,  which  move  on  centres  at  their  respective  ex- 
tremities, and  are  vibrated  by  the  arms  N  N,  as  in  Figs.  1  and  3. 
The  warp  in  a  sized  state,  being  j^ced  on  the  beam  R  (Fig.  3)  in 
the  cN'dinary  manner,  practised  with  sized  warps  and  held  back  by 
the  friction  strap  and  weight  R'  and  R^  which  gives  off  the  warp 
at  a  prq)er  tension  as  the  dressing  proceeds.  The  vibrations  of  the 
rods  L  L  (Figs.  1  and  2)  and  the  blades  Q  Q  (Fig.  4)  in  these  ma- 
chines depend  on  the  revolution  of  the  eccentric  P  (Fig.  4,)  which 
may  be  driven  at  a  speed  of  210  revolutions  per  minute ;  but  the 
speed  may  be  varied  according  to  the  nature  of  the  work  in  the 
machine. 

Fig.  5,  represents  an  elevation  ;  Fig.  6,  a  plan ;  and  Fig.  7,  a 
side  view  of  a  machine  for  forming  the  warp  on  a  beam  previous  to 
the  sizing  process.  In  this  machine,  S  (Figs.  6  and  6)  represents  a 
ccme  drum,  which  is  driven  by  means  of  a  strap,  the  velocity  vary- 
ing according  to  the  dianleter  on  which  the  strap  is  placed.  On  the 
extremity  of  the  shaft  on  which  the  cone  S  is  fixed,  is  attached  a 
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spur-wheel  T  (Figs.  6  and  6,)  which  drives  the  spur-wheel  U,  fixe^ 
on  the  end  of  the  shaft  Y,  carrying  a  succession  of  small  beams  W, 
divided  by  the  flanges.  On  to  these  beams  W,  the  warp  is  received 
from  the  heck  X,  as  seen  at  Fig.  5,  and  r^ularly  distributed 
by  means  of  a  small  ravel  X^  which  is  traversed  by  a  worm 
and  worm-wheel,  as  shown  in  Fig.  6,  and  in  side  view  at  Fig.  7; 
where  the  direction  of  the  yarn  wiU  be  seen  passing  over  the  guide 
roller  X',  and  under  the  roller  X',  and  thence  to  the  beam  W  (Fig. 
7,)  at  the  same  time  that  it  is  compressed  into  a  hard  state  by  the 
cylinder  Y,  which  ads  as  a  pressing  roller  during  the  operation. 
This  pressing  roller  Y,  along  with  the  arms  in  which  it  is  supported, 
move  freely  on  the  rod  Z  Z  (Figs.  5  and  6,)  so  that  as  soon  as  the 
first  small  beam  W,  is  ftdl,  the  operator  raises  the  presser  Y,  and 
passes  it  forward  to  the  next,  and  so  on  till  the  whole  series  of 
beams  W,  are  filled  and  equally  pressed,  at  the  same  time  securing  a 
lease  in  the  yarn  of  each  beam,  as  already  alluded  to,  for  the  action 
of  the  rods  L  L^  or  Q  Q,  in  the  dressing  machine.  It  will  be  also 
remarked  that  the  heck  X,  is  moved  in  the  frame  in  which  it  isr 
supported,  so  as  at  all  times  to  correspond  with  the  position  of  the 
presser  Y,  when  placed  on  any  of  the  various  beams  W,  in  the  pro- 
cess of  filling.  Returning  to  the  cone  shaft  which  carries  the  wheel 
T,  will  be  seen  a  small  worm  a,  driving  a  worm-wheel  on  the  up- 
right shaft  h  (Fig.  5,)  which  is  also  provided  with  a  worm  driving  a 
worm-wheel  on  the  horizontal  recording  shaft  c.  This  shaft  c,  car- 
ries two  circular  discs  d  and  «,  the  position  of  which  will  be  seen  in 
Fig.  6.  The  disc  d,  is  provided  with  a  small  lever  which  rest? 
upon  it  during  the  winding  process*  of  the  cone  S,  and  the  speed  of 
the  disc  d,  is  so  calculated  as  to  make  one  revolution  during  the 
winding  on,  or  filling  one  of  the  beams  W,  with  warp,  but  when 
that  is  eflfected  a  notch  or  gap  in  the  disc  df,  allows  the  lever  /,  to 
ftdl  by  means  of  the  weight  /^  (Fig.  6)  which  tightening  a  straps 
break  on  the  pulley  g,  placed  on  the  cone  shaft,  arrests  the  revolu- 
tion, and  thereby  distributes  an  equal  quantity  of  warp  on  the  va- 
rious beams  W,  as  they  are  filled  in  succession.  The  disc  «,  is  pro* 
vided  with  a  series  of  notches  or  gaps,  and  supports  a  lever  hy  which 
acts  on  the  marking  rod  i,  by  means  of  a  spring  o,  placed  on  the 
perpendicular  rod  by  which  the  weight  m,  is  supported  (see  Fig.  6.) 
The  extremity  of  the  opposite  arm  of  the  rod  i,  passes  under  the 
edge  of  the  warp,  and  is  {urovided  with  fibrous  material,  saturated 
with  marking  ink  which  marks  the  warp  every  time  the  lever  A,  is 
allowed  to  fall  into  one  of  the  notches  in  the  disc  e  (see  Fig.  5,)  into 
which  it  is  ferced  by  the  weight  m,  at  the  same  time  the  marking 
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rod  i,  having  made  the  mark,  is  replaced  in  its  former  pootion  on  a 
stud  or  rest,  by  the  action  of  a  spiral  spring  o  (Fig.  5,)  the  mark  on 
the  warp,  indicating  a  uniform  and  equal  amount  of  warp  placed 
on  the  beam  W.  The  distance  of  the  notches  on  the  disc  e  {Fig.  5,) 
are  calculated  to  compensate  for  the  increasing  diameter  of  the  warp 
on  the  beam  W,  during  the  filling  process.  The  varying  taking  up 
of  the  warp  on  to  these  beams  W,  according  to  their  increased  cir- 
cumference, is  compensated  for  by  traversing  the  driving  strap  to  a 
larger  diameter  of  the  cone  S  (Figs.  5  and  6,)  and  the  velocity  must 
depend  on  the  nature  of  the  work  and  the  judgment  of  the  opera- 
tor. By  tracing  the  action  of  this  warping  machine,  it  will  be  obvi- 
ous that  the  beams  W,  may  be  multiplied  to  any  convenient  extent, 
and  consequently  the  length  of  the  warp,  which  necessarily  effects  a 
great  saving  in  joining  or  twisting  in,  as  practised  in  the  ordinary 
warp. 

In  Fig.  6,  it  will  easily  be  perceived,  that  motion  is  transferred 
ftom  the  cone  drum  S,  to  the  yam  beams  W,  by  the  spur  wheels 
T  and  U.  The  notched  disc  6,  is  left  out  in  the  plan  view  (Fig.  6,) 
to  avoid  confusion,  and  more  clearly  to  show  the  levers  ef  and  d, 
weight  m^  and  marker  t .  Should  the  marking  apparatus  shown  in 
Figs.  5  and  6,  be  considered  too  complicated,  one  of  those  in  com- 
mon use  may  be  easily  substituted  in  stead. 

We  now  pass  on  to  describe  Messrs.  Hornby  and  Kenny  worthy's 
machine  for  sizing  and  preparing  warps  for  the  loom ;  which,  from 
its  neatness,  the  regularity  of  its  motions  and  the  work  which  it  is 
capable  of  performing,  is  well  worthy  our  attention  in  this  place. 

The  improvements  in  this  machine,  consist  in  a  novel  and  parti- 
cular arrangement  of  mechanism  for  sizing  and  preparing  warps 
from  ''  beam  or  machine  warping." 

The  principal  feature  of  novelty  and  improvement  in  Messrs.  H. 
and  K's.  mediod  of  sizing  or  dressing  warps,  consists  in  a  peculiar 
mode  of  distributing  or  laying  out  of  the  threads,  so  that  they  shall 
be  dressed  or  sized  in  parallel  strips  or  breadths,  laid  in  even  and 
close  contact,  side  by  side,  and  usually  termed  "  beers  or  half  beers" 
in  the  ordinary  warping  mill.  (See  common  warping  mill.  Section 
First.) 

This  new  method  of  dividing  and  laying  out  the  warp  threads 
into  strips,  bands,  or  beers  and  half  beers,  during  the  process  of 
sizing  and  preparing  them  for  the  loam,  possesses  many  advan- 
tages, which  will  be  evident  to  persons  conversant  with  the  ordinary 
modes  of  conducting  such  operations.  As  the  threads  are  divided 
into  certain  numbers,  forming  a  beer  or  half  beer,  and  in  that 
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breadth  passed  through  the  sizing  substance,  tney  retain  the  form 
of  bands  or  strips,  and  are  slightly  attached  to  each  other  by  the 
adhesion  of  the  size,  thus  forming  narrow  tapes  or  breadths  of  warp 
threads,  and  consequently  rendering  them  more  tenacious  than  if 
passed  through  the  sizing  and  preparing  process  in  single  threads, 
as  commonly  done,  and  allowing  Uiem  to  be  more  easily  conducted 
through  the  machinery.  The  warps  may  be  thus  extended  to  a 
much  greater  length  than  usual,  and  the  process  of  taking  the 
*^  lease"  and  winding  on  to  the  warp  beam  ready  for  "  looming," 
can  be  effected  by  the  arrangement  of  one  and  the  same  machine, 
with  more  expedition  than  by  the  ordinary  method  now  in  use. 

One  of  the  improvements  connected  with  the  working  of  the  ma- 
chinery, is  a  new  arrangement  of  the  beadles  for  obtaining  the 
lease  or  cross  shed  of  the  warps,  previously  to  the  dressing,  sizing, 
or  drying  of  the  same,  that  is  placing  the  headles,  for  dividing  the 
shed  of  the  warps,  at  the  entrance  end  of  the  machine^  or  at  the 
commencement  of  the  operation ;  and  the  further  improvements  in 
the  machinery  for  sizing  and  preparing  warps,  consist  in  a  novel 
form  of  ravel  or  combj  for  allowing  the  lease  band  to  pass  through 
the  warps  without  the  necessity  of  having  the  whole  of  the  half 
beens  or  breadth  relaid  each  time  of  taking  such  lease  or  cross  shed ; 
and  also  in  the  application  of  a  revolving  self -acting  marker^  f<Hr 
marking  off  any  required  length  of  warps,  as  they  are  wound  on  to 
the  warp  beam,  ready  for  looming. 

In  Plate  lY,  Fig.  1  represents  a  plan  or  horizontal  view  of  the 
machinery  in  which  these  improvements  are  shown ;  Fig.  2,  is  a 
side  elevation ;  and  Fig.  3,  a  vertical  section  of  the  same,  taken  lon- 
gitudinally through  the  middle  of  the  machine.  The  main  and 
side  framings  of  the  machinery  are  shown  at  a,  a,  a,  a,  which  sup- 
port the  beams  of  warp  or  yam  6, 6, 6,  i,  i,  previously  wound  and 
prepared  by  the  warping  machine:  these  main  side  frames  also 
support  the  various  ravels  or  combe,  beadles,  sizing  or  dressing 
trough,  the  drying  cylinders,  tension  and  guide  rollers,  and  also  the 
driving  apparatus  for  giving  motion  to  the  mechanism. 

It  will  be  perceived,  that  as  the  unsized  warps  proceed  from  their 
respective  beams  &,&,&,&,&,  they  are  guided  on  to,  and  passed 
through  an  ordinary  ravel  or  comb  c,  c,  and  thus  divided  equally, 
prior  to  their  being  passed  through  the  headles  c{,  (2,  situated  at  the 
entrance  of  the  machine,  for  the  purpose  of  effecting  the  cross  shed, 
and  thereby  taking  the  lease  previously  to  the  yams  being  submit- 
ted to  the  sizing  process.  The  lease  now  being  taken,  and  the  cross 
band  or  threads  introduced,  for  the  purpose  of  looming  or  drawing 
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in  of  ttie  warp  thiough  the  beadles,  aa  is  well  understood,  the  yams 
or  warps  are  passed  through  a  ravel  or  comb  6,  (see  Figs.  1  and  2,) 
formed  by  a  rack  of  teeth  or  pins  and  intervening  spaces,  for  the 
purpose  of  dividing  and  laying  the  warps  in  parallel  breadths,  side 
by  side,  and  forming  each  division,  strip  or  band  of  warps,  (of  any 
required  number,)  into  separate  and  distinct  tapes  or  sheets,  (of  any 
desired  width,)  each  thread  being  laid  parallel,  side  by  side ;  and 
thus,  in  close  lateral  contact,  the  ravel  or  comb  e,  either  being  al- 
lowed to  vibmte  or  oscillate  freely  as  the  warps  proceed  over  it,  or  it 
may  be  caused  to  revolve,  if  found  more  desirable. 

The  continuous  warps  being  thus  made  or  separated  into  breadths 
or  bands  A,  are  now  passed  over  a  conducting  roller,  and  immersed 
into  the  trough  or  vessel  /  (see  Fig.  3,)  which  contains  the  sizing 
material,  and  is  to  be  kept  in  a  heated  state,  by  steam  passing 
through  the  pipe  g^  g,  or  otherwise,  and  thus  boiled  into  the  warps 
as  they  pass  through  it,  and  under  the  tension  rollers  A,  A,  (see  Figs. 
1  and  3):  it  will  be  observed  that  these  tension  rdlers  A,  A,  may  be 
adjusted  to  any  degree  of  tension,  or  raised  up  entirely  out  of  the 
troughs,  to  be  cleaned  or  otherwise,  by  turning  the  winch  handle  11 
(see  Figs.  1  and  2,)  which,  by  means  of  the  worms  and  wheels  12, 
and  pinions  13, 13,  take  into  the  racks  14, 14,  in  connection  with 
which  the  pivots  of  the  rollers  A,  A,  are  mounted.  The  warps  are 
then  to  be  passed  forward  through  a  pair  of  squeezing  rollers,  t ,  i, 
(Figs.  2  and  3)  and  again  immersed  in  the  trough  or  vessel  j  (see 
Fig.  3,)  containing  a  similar  sizing  preparation,  to  finish  the  yarns ; 
from  thence  the  warp  is  passed  around  the  drying  cylinders  k,  A, 
(Figs.  2  and  3)  also  heated  by  steam  through  the  pipe  g,  and  dis- 
charged by  the  pipes  /,  Z,  or  by  any  other  convenient  means.  The 
yam  or  warps,  as  they  pass  around  these  drying  cylinders,  will  now 
be  found  to  assume  the  form  of  tapes  or  bands,  as  the  sizing  male- 
rial  will  cause  the  parallel  threads,  as  they  lay  side  by  side,  to  ad- 
here slightly  together,  and  thus  proceed  in  a  tape-like  form,  being 
of  course  much  stronger,  more  regular,  and  less  likely  to  be  broken 
or  disarranged,  than  in  the  ordinary  mode  of  sizing. 

A  brush  16  (Figs.  1,  2  and  3,)  is  placed  over  the  yams  as  they 
proceed  over  the  cylinders  A,  for  the  purpose  of  dressing  and  laying 
the  fibres  of  the  threads,  and  making  the  tapes  or  bands  more  com- 
pact and  even :  it  is  caused  to  revolve  very  slowly  by  means  of 
the  small  band  16  (Fig.  2,)  proceeding  upon  the  axis  of  the  guide 
roller  m,  (Figs.  1  and  2 ;)  the  wwppa  now  proceed  in  a  sized,  dried, 
and  finished  state,  conducted  by  the  rollers  m,m,  through  a  similar 
ravel  or  comb  n,  n^  (Figs.  1  and  2,)  but  of  a  finer  rake  or  pitefa 
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than  the  ravel  6,  e,  and  by  passing  through  or  over  which,  the  strips 
or  bands  are  turned  edgewise,  and  again  similarly  dividing  by  the 
oscillating  or  vibratory  action  of  this  comb  n,  n,  and  laid  over  the 
tension  rdier  o,  o,  (Figs.  1,  2  and  3,)  in  a  proper  state  to  be  received 
and  wound  upon  the  warp  beam  />,  ready  to  be  removed  and  taken 
to  the  loomer  or  drawer  in.  The  continuous  operation  of  the  ma- 
chinery is  effected  by  means  of  a  strap  passing  around  the  driving 
pulley  q,  (see  Figs.  1,  2  and  3,)  upon  the  end  of  the  transverse 
shaft  r  (Fig.  1,)  being  traversed  from  the  loose  pulley  by  the  setting 
on  rod  s.  Upon  the  shaft  r,  is  also  a  conical  drum  t,  having  a  driv- 
ing strap  passing  around  it,  and  the  corresponding  cone  u,  (Figs.  1 
and  2,)  mounted  also  upcm  a  transverse  shaft  v,  at  one  end  of  which 
there  is  a  toothed  i»nion  ir,  (Fig.  1,)  driving  the  train  of  spur  wheels 
or,  y,  Zj  which  gives  rotary  motion  to  the  warp  beam  p,  causing  it  to 
wind  on  the  yarn  or  warps  as  required.  The  yam  is  kept  dis- 
tended and  even,  by  means  of  weighted  friction  bands  being  passed 
around  the  ends  of  the  warp  beams  6, 6,  and  the  pressure  of  the 
squeezers  or  presser  rollers,  is  similarly  adjusted,  by  means  of 
the  weighted  lever  2  (Fig.  2.)  The  self-acting  marking  appara- 
tus is  shown  in  Fig.  1 ;  upon  the  end  of  the  revolving  guide 
roller  o,  o,  is  a  small  worm  3,  taking  into  a  worm  wheel  upon 
the  end  of  the  shaft  4,  at  the  reverse  end  of  which  is  the  mitre 
wheel  5,  driving  a  corresponding  wheel  6,  upon  the  small  shaft 
7,  which  carries  the  revolving  marker  8,  which  from  time  to  time 
dips  into  a  colour  box,  and  marks  the  warp  threads  with  a  patch  of 
colour  as  it  revolves,  any  length  for  the  pieces  intended  to  be  woven, 
and  allowing  the  warp  beam  to  contain  accurate  lengths,  without 
waste  in  the  looming. 

In  the  detached  Figs.  4, 6  and  6,  are  dhown  three  varieties  of  the 
improved  ravel  or  comb,  (upon  a  large  scale,)  for  dividing  or  separa- 
ting the  warp,  as  they  pass  through  the  machine.  Fig.  4  shows 
one  description,  being  that  preferred  to  be  used  with  a  pendulous  or 
oscillating  motion  *,  Fig.  6,  another,  which  is  preferred  to  be  used  as 
a  rotary  comb,  and  it  will  be  perceived,  that  one  set  or  rake  of  teeth 
will  always  be  entering  and  dividing  the  warps,  as  those  on  the  op- 
posite leave  them ;  Fig.  6  shows  another  modification  of  the  same, 
which  may  either  be  used  with  a  rotary  or  any  other  required 
motion. 

If  our  manufacturing  friends  shall  derive  any  real  benefit  from 
the  description  just  given  of  these  improved  machines  for  preparing 
warps  for  the  loom,  we  will  not  grudge  the  expense  incurred  on  our 
part  in  rendering  mil  the  particulars  as  plain  as  possible. 
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PLAIN  WEAVING  BY  POWER. 

Now  the  steam  begins  to  blow ; 
Girl,  haste,  your  loom  attend ; 
Do  not  always  be  so  slow, 
Or  your  web  will  have  no  end. 

Stay  no  longer  idly  singing: 
You're  a  pretty  girl,  indeed  I 
Hark !  the  factory  bell  is  ringing ! 
Mary,  to  your  loom  with  speed  I 

See  the  shafts  begin  to  move, 
Driven  by  the  power  of  steam  $ 
Wheels  below  and  wheels  above 
Turn  correctly  every  beam. 

Force  is  constantly  supplied, 
Brought  by  straps  of  leather  strong ; 
Levers  play  on  every  side, 
While  the  shuttle  shoots  along. 

See  how  fast  the  lay  is  driven ; 
See  the  treadles  sink  and  rise ; 
See  how  well  the  cloth  is  woven ; 
Gracious !  how  the  shuttle  flies ! 

Brxbn  Dbu  O'Fabrbll. 

We  shall  not  in  this  place  give  any  repetition  of  the  old  hacknied 
story  regarding  the  origin  of  the  power  loom  (in  Europe),*  by  Mr. 
Edmund  Cartwright,  of  Mamham,  Nottinghamshire;  aud  for 
which  he  obtained  a  patent,  bearing  date  4th  April,  1785.  It  is 
certain  that  this  machine  would  have  long  since  passed  into  oblivion, 
had  it  not  been  for  the  improvements  made  upon  it  by  other  men 
of  genius.  It  was  not  until  the  year  1801  that  power  loom  weav- 
ing began  to  be  extensively  introduced  for  the  manu&cture  of  plain 
goods ;  and  not  until  the  years  1830  to  1834  that  it  was  successfully 
applied  to  light  &ncy  fabrics,  with  small  patterns,  (say,  of  from  10  to 

*  For  the  true  origin  of  power  loom  weaving  (plain,  tweeled  and  figured, 
of  every  description)  see  introduction  to  this  work,  page  5,  30  to  37,  and  64. 

44 
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75  changes  of  design.)  Since  1834,  it  has  been  still  further  im- 
proved by  various  ingenious  individuals,  both  in  Europe  and  Ameri- 
ca, so  as  to  make  it  available  in  the  manu£eu;ture  of  almost  every 
description  of  figured  textures,  whether  of  cotton,  silk,  linen  or  wooL 
In  the  present  section,  we  shall  confine  ourself  to  laying  before  our 
readers  its  application  to  the  weaving  of  plain  febricB. 

Fig.  165. 


Fig.  166  shows  a  side  view  in  elevation  of  the  power  loom,  as 
constructed  by  Messrs.  Sharp,  Roberts  &  Co.,  Manchester ;  but  as 
their  machine  contains  no  particular  feature  of  novelty,  we  shall  not 
waste  much  time  upon  it.  Fig.  156  is  a  section  of  the  same  taken 
through  the  centre,  showing  the  interior  working  parts  of  the  ma« 
chine. 

A  is  the  frame  work  of  the  loom  ;  B,  belt  pulleys  (Fig.  155 ;)  C, 
fly  wheel  for  equalizing  irregularities  of  motion  during  the  working 
of  the  machine :   D  (Fig.  156,)  driving  spur-wheel,  fixed  on  the 
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crank  shaft  E,  and  gearing  into  the  wheel  F ;  this  wheel  F,  has 
double  the  number  of  teeth  of  the  spur  wheel  D;  and  consequently 
makes  only  half  as  many  revolutions :  it  is  keyed,  or  made  fast,  on 
the  end  of  the  cam  shaft  G ;  and  it  is  by  means  of  this  shaft,  in 
connexion  with  suitable  tappets  and  levers,  that  motion  is  commu- 
nicated to  the  headles  for  the  purpose  of  shedding  the  warp,  as  well 
as  for  giving  motion  to  the  shuttle.  The  cranks  of  the  driving  shaft 
are  connected  to  the  swords  of  the  lay  by  arms  H  (see  Fig.  156.)  The 
cams  J  J,  give  motion  to  the  treadles  K  K,  which  work  the  headles 
J  J,  as  will  be  seen  very  plainly  in  Fig.  166.    The  yam  beam  is 

Fig.  156. 


weighted  in  the  ordinary  manner  used  for  coarse  goods,  namely,  by 
passing  a  rope  round  the  circumference  of  each  end,  to  which  rope 
a  friction  weight  M,  is  attached.  The  cloth  roller  and  take-up  motion 
(as  any  practical  manufacturer  will  perceive)  possess  no  feature  of 
novelty,  consisting  merely  of  a  spur  wheel  N|  working  into  a  pinion 
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O,  which  pinion  is  made  fast  to  the  ratchet  wheel  P,  and  this  wheel 
receives  motion  from  the  dicks  or  drivers  Q,  by  means  of  the  arm 
Rj  this  arm  receiving  motion  from  the  stud-pin  S,  fixed  in  the 
sword  of  the  lay  L.  The  shuttle  is  thrown  by  means  of  two  levers 
T  (one  of  which  is  seen  in  Fig,  165  and  the  other  in  Fig.  166,) 
connected  at  bottom  with  the  horizontal  shafts  U,  motion  being 
communicated  to  these  shafts  by  a  wiper  Y,  working  against  the 
iron  shoe  or  slide  W,  (see  Fig.  166.)  The  shoes  or  slides  W,  are 
bolted  to  the  side  of  the  horizontal  shafts  U  (one  at  each  side  of  the 
machine)  at  X.  The  picker  staves  or  levers  T,  are  recovered  to  their 
original  positions,  alternately,  after  having  thrown  the  shuttle  through 
the  shed,  by  means  of  a  leather  strap  and  spiral  spring  which  con- 
nects the  horizontal  shafts  U  U,  together  across  the  machine ;  the 
position  of  one  end  of  this  leather  strap,  as  bolted  to  the  horizontal 
shaft  U,  will  be  seen  at  Y,  in  both  Figs.  The  shaft  U,  has  suitable 
bearings  at  each  end,  which  are  indicated  by  the  dotted  Unes  in  Fig. 
166,  and  at  Z,  Fig.  166.  The  protector  A',  as  seen  in  both  these 
Figs,  is  of  the  ordinary  construction.  This  form  of  the  power  loom 
being  unworthy  of  further  notice,  we  shall,  therefore,  pass  on  to  de- 
scribe others  of  greater  merit  proceeding  gradually  until  we  arrive 
at  the  most  perfect 

Pig.  167. 
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Figs.  167, 168, 169  and  160,  show  the  different  parts  of  a  loom, 
as  improved  by  Messrs.  Apelles  Howard,  of  Stockport,  and  John 
Scattergood,  of  Manchester. 

Fig.  167  is  a  back  view  of  the  common  loom ;  Fig.  168,  a  side 
view,  in  which  part  of  the  framing  is  removed  for  the  purpose  of 
making  the  appUcation  of  the  improvements  more  obvious ;  and  Fig. 
169,  a  view  of  the  improvements  apart  from  the  loom,  for  the  pur- 
pose of  showing  more  clearly  the  nature  and  construction  of  the 
same.  In  Figs.  167  and  168,  some  of  the  ordinary  parts  of  the 
loom  are  omitted,  and  only  such  parts  delineated  as  we  consider  re- 
quisite to  explain  and  show  the  position  in  which  the  improvements 
are  applied. 

In  Fig.  167,  A,  represents  the  driving  pulley  keyed  on  the 
crank  shaft,  which  gives  motion  to  the  lay ;  B,  the  yam  beam ; 
D,  Fig.  168,  the  cloth  roller ;  and  C,  the  tappet  shaft  by  which 
the  position  of  the  headles  is  regulated,  thereby  producing  the 
shed  or  opening  in  the  warp  for  the  passage  of  the  shuttle  at  each 
vibration  of  the  lay.    In  Figs.  167  and  168,  E  represents  a  abaft 

Fig.  15a 


supported  at  each  side  of  the  loom,  parallel  to,  and  immediately 
above  the  yam  beam  B :  on  this  shaft  is  made  fisuit  two  arms  F,  and 
F'.  The  extremity  of  the  arm  F,  carries  a  shaft  G,  similar  to  that 
marked  E,  and  crossing  the  loom  in  the  same  way :  the  shaft  E 
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moves  freely  on  its  axis.  The  direction  of  the  warp  threads  tram 
the  yam  beam  B,  will  be  seen  in  Figs.  158, 169  and  160,  proceed- 
ing first  over  the  shaft  or  roller  G,  and  under  the  shaft  E.  To  the 
arm  F',  is  suspended  a  small  lever  or  rod  which  supports  the  weight 
H,  as  best  seen  in  Figs.  158  and  159  ;  this  arm  also  carries  a  per- 
pendicular rod  it,  which  moves  freely  through  an  opening  or  hole 
in  the  lever  K,  beneath  (Figs.  167  and  158.)  L,  represents  a  worm- 
wheel  attached  on  the  axis  of  the  yarn  beam  B ;  and  m,  a  worm 
or  screw  taking  into  the  wheel  L  (Figs.  157  and  158.)  On  the 
same  shaft  which  carries  the  worm  or  screw  m,  is  placed  or  keyed 
the  ratchet  wheel  M,  and  also  the  vibrating  lever  E,  which  is  not 
keyed  but  perfectly  free,  sUding  in  a  suitable  slot  The  lever  K,  is 
provided  with  a  catch  or  dog  7,  tak^g  into  the  ratchet  wheel  M, 
(Fig.  157,)  and  at  the  other  extremity  with  a  rod  suspending  the 
counter  weight  N,  as  seen  in  Fig.  168.  By  retracing  the  action 
of  the  various  parts  which  we  have  last  described,  it  will  be  obvious 
that  any  amount  of  warp  can  be  given  off  by  revolving  the  yarn 
beam  B,  by  means  of  the  worm  m,  in  one  direction,  while  it  will 
be  taken  up ;  or,  the  reverse  will  be  produced  by  the  opposite  motion 
of  the  worm  m ;  and  further,  that  the  position  of  the  shaft  G,  will 
vary  or  vibrate  according  as  the  warp  is  taken  up,  or  given  off  by 
the  yarn  beam  B.  Suppose,  for  example,  the  warp  to  be  wound  up 
to  a  given  point,  by  means  of  the  small  handle  o,  the  shaft  G,  will 
assume  a  certain  position,  and  the  amount  of  tension  to  which  the 
waxp  is  subjected  will  depend  upon  the  amount  of  counter  weight 
H,  which  has  a  constant  tendency  to  elevate  the  shaft  G,  as  best 
shown  at  Figs.  158  and  169.    Under  these  circumstances,  as  soon 

Fig.  160. 
G 


bSt^ 


as  the  loom  is  put  into  action  and  the  regular  vibration  of  the 
lay  proceeds,  the  cloth  which  is  produced  will  be  taken  up  on 
the  cloth    roller  D,   and    consequently  the  warp  which 
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over  the  shaft  O,  will  have  a  tendency  to  depress  that  shaft, 
although  the  tension  will  not  materially  vary,  on  account  of  the 
counter  weight  H,  always  remaining  the  same.  But  as  sooa  as 
the  tak&-up  of  the  cloth  roller  has  proceeded  so  fiur  as  to  depress  the 
shaft  Q,  to  the  position  indicated  by  the  letter  g,  (Fig.  159)  the  rod 
i,i,  elevates  the  lever  E,  which  is  connected  to  the  catch  or 
dog  q  (Fig.  157,)  and  thereby  gathers  a  tooth  in  the  ratchet  M, 
which,  on  the  return  of  the  lay,  is  carried  forward  by  the  coun- 
ter weight  N,  and  actuates  the  yarn  beam  B,  which  gives  off  the 
amount  of  warp  required.  This  train  of  movement  is  shown  sepa- 
rate in  Fig.  159 ;  by  which,  together  with  the  foregoing  description, 
it  will  be  obvious  that  the  regular  take-up  of  the  cloth  on  the  roller 
D,  as  it  is  produced,  b  provided  for  by  a  commensurate  giving  off  of 
warp  from  the  beam  B,  caused  by  the  depression  or  varied  position 
of  the  shaft  Q,  as  already  explained.  In  weaving  cloth  of  a  fine 
quaUty,  the  arrangement  represented  at  Fig.  160  will  act  rather 
more  uniformly  than  that  already  described.  In  this  figure,  the  ar- 
rangement of  parts  does  not  vary  from  that  already  stated,  except- 
ing that  in  the  place  of  the  weight  N,  and  vibrating  lever  E,  the 
catch  or  dog  7,  is  placed  on  a  stationary  frilcrum  x,  and  the  rod  t,  i, 
is  carried  downwards  and  attached  by  a  small  spring  to  the  lever 
y,  which  moves  freely  on  a  fixed  frilcrum  at  z.  This  lever  y, 
is  placed  under  the  tappet  shaft  G,  and  when  a  sufScient  quantity 
of  yarn  is  given  off  from  the  beam  B,  the  small  wiper  r,  does  not 
interfere  with  it,  but  as  soon  as  the  rod  O,  is  depressed  by  the  tight- 
ening of  the  warp,  as  already  described,  the  lever  y,  is  raised  and 
comes  in  contact  with  the  wiper  r,  which  immediately  depresses  it, 
and  rotates  the  ratchet  wheel  M,  by  means  of  the  band  and  tight- 
ening weight  S,  with  which  it  is  connected ;  this  band  being  passed 
round  the  small  drum  or  barrel  placed  on  the  same  shaft  that  sup- 
ports the  ratchet  M. 

The  shafts  G,  and  E,  should  be  well  polished,  so  that  the  warp 
yam,  in  passing  under  and  over  them,  may  not  be  chafed. 

This  contrivance,  for  giving  off  warp  yarn  and  actuating  the 
taking-up  of  the  cloth,  does  not  possess  any  particular  feature  of 
novelty  which  we  can  recommend,  in  a  prcu^tical  point  of  view,  to 
the  cotton  manufrusturer.  For  the  manufricture  of  silk  goods 
the  shafts  O,  and  E,  might  be  used  with  advantage,  provided 
that  another  shaft,  similar  to  that  marked  O,  was  inserted  at 
the  point  of  the  arm  F',  cutting  away  the  connecting  rod  i  t, 
and  all  the  other  parts  of  the  apparatus .  shown  in  the  Figs. 
These  three  shafts,  acting  on  the  warp  threads,  would  keep  them 
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equally  tight  on  both  sides  of  the  shed ;  which  will  be  obvious  after 
a  word  of  explanation. 

Suppose,  for  example,  that  the  warp,  in  coming  from  the  beam 
B,  is  passed  over  the  shaft  G,  under  the  shaft  E,  and  over  that 
fixed  at  the  point  F',  and  from  thence  into  the  headles ;  it  is  evi- 
dent, that  whUe  the  shed  is  forming,  the  rollers  at  the  extremities  of 
the  arms  F,  and  F',  will  be  raised  or  depressed  in  proportion  to  the 
strain  caused  by  the  shedding  of  the  warp,  the  vibratory  action  al- 
ways compensating  by  yielding  at  the  point  where  the  greatest 
strain  is  caused,  that  is  to  say,  when  the  shed  is  frill  open,  as 
shown  in  the  Figs.,  and  acting  as  a  distender  on  the  warp  in  pro- 
portion as  the  shed  closes  after  the  passage  of  the  shuttle  (taking 
up  the  slack.)  Looms  mounted  with  this  contrivance,  in  connec- 
tion with  the  vibrating  reed  take-up  motion,  shown  at  Fig.  169, 
would,  we  have  no  doubt,  be  found  advantageous  in  weaving 
delicate  yams.    (See  Figs.  219  and  220.) 

'^  Nature  in  her  productioDs  slow,  aspires 
By  just  degrees  to  reach  perfection's  height: 
So  mimic  art  works  leisurely,  till  time 
Improve  the  price,  or  wise  experience  give 
The  proper  finishing.* 

Manufticturers  have,  as  is  well  known,  experienced  great  inconve- 
nience in  regulating  the  relative  motions  of  the  yam  and  cloth  rol- 
lers in  the  loom  ;  and  although  many  attempts  have  been  made  to 
remedy  this  evil,  yet  for  the  most  part  they  have  totally  failed  in 
accomplishing  the  desired  object  The  few  that  have  partially  suc- 
ceeded, have  been  attended  with  so  much  expense  as  to  prevent 
their  coming  into  general  use.  The  improvement  now  offered  is 
such  that  it  can  be  added  to  power  looms  of  all  descriptions  at  a 
very  trifling  expense,  and  we  think  will  completely  remedy  the  evil, 
at  least  so  far  as  cotton  stuffs  are  concerned.  If  found  available  we 
shall  be  glad,  as  it  first  originated  with  us  in  the  year  1835,  but  a 
patent  for  which  was  granted  to  Mr.  Edwin  Bottomley,  of  South 
Croesland,  in  the  parish  of  Almonbury,  county  of  York,  clothier, 
bearing  date  Sept  30th,  1838,  prior  to  which  date  we  tested  the  in- 
vention for  over  two  years  at  M.  Philippe's  machine  shop,  19  Rue 
Chateau  Landon,  Paris,  France. 

In  these  drawings  the  same  letters  of  reference  indicate  the  same 
parts. 

Fig.  161,  represents  a  back  elevation  of  a  loom  of  the  ordinary 
construction,  to  which  the  improvements  are  applied  ;  Fig.  162,  is 
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a  side  view  of  the  same ;  Fig.  163,  is  a  plan  of  the  improved  me- 
chaoism,  and  Fig.  164,  a  side  view  of  it 

Fig.  161. 


=^ 


rn 


■■I:B 


The  yam  beam  A,  is  placed  in  the  usual  position,  and  contains 
the  warp  which  passes  over  the  roller  B  :  after  the  warp  is  woven 
it  passes  over  the  breast  beam  C  (Fig.  162)  and  is  taken  upon 
the  cloth  roller  D.  On  the  shaft  E  (Fig.  163)  is  placed  a  cylindri- 
cal eccentric  F  F,  which  imparts  alternating  movement  to  the  foriced 
piece  O  G.  This  forked  piece  G  G,  embraces  the  eccentric  F  F ; 
and  its  arm  or  connecting  bar  is  provided  with  a  slot  through 
which  one  of  the  arms  of  the  bell-crank  lever  H  H,  passes  (P^g.  163.) 
To  the  opposite  arm  of  the  bell-craok  lever  H  H,  is  attached  the 
connecting  rod  I ;  and  this  rod  communicates  motion  to  the  lever  J, 
which  vibrates  on  the  centre  of  the  upright  shaft  K.  The  lever  J, 
is  furnished  with  a  small  stud  or  pin  in  which  the  pinion  L,  and 
also  the  ratchet  wheel  M,  revolve ;  these  wheels,  being  connected 
with  each  other,  the  smaU  pinion  L,  is  geared  into  the  spur-wheel  N 
(Fig.  163,)  fixed  to  the  shaft  K  (see  Fig.  161.)  To  this  shaft  is  also 
keyed  the  worm  O,  which  actuates  the  worm-wheel  P,  and  conse* 
quently  the  yarn  beam  A,  on  the  axis  of  which  the  worm-wheel  P, 
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IB  placed.  Thus  the  rotation  of  the  shaft  E,  imparts  to  the  yam 
beam  a  giving  off  motion,  in  a  ratio  corresponding  with  the  number 
of  vibrations  of  the  lay ;  but  it  is  obvious  that  a  greater  length  of 
warp  yarn  would  be  given  off  the  larger  diameter  of  a  full  beam 
than  where  the  diameter  b  reduced ;  hence  it  is  required  that  the 
yarn  beam  increase  its  speed  of  rotation  as  the  diameter  becomes 
less,  thereby  insuring  an  equal  quantity  of  warp  given  off  at  each 
beat  of  the  reed  against  the  cloth,  whatever  may  be  the  diameter  of 
the  yam  beam. 

Fig.  162. 


We  shall  now  proceed  to  describe  how  the  required  increase  of 
speed  to  the  yarn  beam  A,  is  effected.  A  small  roller  of  wood  or 
other  suitable  material  Q,  is  supported,  as  shown  in  Fig.  161,  by  a 
sliding-piece  R,  moving  freely  in  a  slot  in  the  frame-work  of  the 
loom,  as  shown  in  Figs.  161,  163  and  164  ;  fixed  to  this  support,  is 
a  rack  continuing  downwards  and  working  into  the  pinion  S, 
(Fig.  163)  at  the  opposite  extremity  of  which  is  another  pinion  T, 
(Fig.  161)  working  into  the  rack  attached  to  the  sliding  carriage  U. 
On  the  shaft  R,  (Figs.  162, 163  and  164)  is  a  small  pulley  provided 
with  a  cord,  to  which  is  suspended  a  weight,  for  the  purpose  of 
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kecpng  the  roller  O,  constantly  pressing  against  the  under  side  of 
the  yarn,  as  shown  in  Fig.  161.  By  thb  contrivance,  the  reduc- 
tion in  the  diameter  of  the  warp  on  the  yam  beam,  as  it  is  con- 
sumed in  the  weaving  process,  allows  the  roller  Q,  to  rise,  which 
conveys  a  traverse  motion  to  the  carriage  U,  in  the  direction  of  the 

Fig.  163. 


arrow,  Fig.  163,  and  brings  it  nearer  to  the  centre  or  fulcrum  of 
the  bell-crank  lever  H  H,  which  has  the  effect  of  increasing  the 
range  or  space  through  which  the  opposite  arm  of  the  lever  vibrates, 
and  thus  producing  an  increased  vibration  in  the  lever  J,  by  means 
of  the  connecting  rod  I,  which  by  means  of  the  dog  or  catch  V, 
(Fig.  163)  gathers  mcnre  teeth  in  the  ratchet  wheel  M,  and  conse- 
quently increases  the  speed  of  revolution  of  the  yarn  beam  A,  there- 
by compensating  for  the  decreased  diameter,  as  already  explained, 
and  thus  an  equal  and  uniform  delivery  is  effected  during  the  whole 
of  the  weaving  process,  without  reference  to  the  length  of  the  warp 
that  may  be  rolled  on  the  yarn  beam.  On  the  arm  of  the  bell- 
Fig.  164. 
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crank  lever  HH,  to  which  the  connecdng  rod  I,  is  attached,  will  be 
seen  a  series  of  small  holes,  and  it  is  by  connecting  the  rod  I,  to  any 
one  of  these  holes,  either  nearer  or  further  from  the  fulcrum  of  the 
bell-crank  lever  HH,  that  the  amount  of  vibration  of  the  take-up 
lever  J,  is  determined,  and  either  greater  or  lees  amount  of  warp 
yarn  is  delivered  from  the  beam  after  each  vibration  of  the  lay,  ac- 
cording to  the  nature  of  the  fabric  to  be  woven. 

From  the  foregoiQg  e^lanation,  any  practical  power  loom  weaver 
will  have  no  difficulty  in  comprehending  the  improvement. 

Figs.  165,  166,  167  and  168,  represent  an  improved  power  loom 
for  weaving  light  textures,  invented  by  Amassa  Stone,  an  extremely 
ingenious  mechanic  of  Johnstone,  Rhode  Island.  By  means  of  this 
improvement,  whenever,  from  the  accidental  breaking  or  non- 
delivery of  the  weft,  the  striking  up  of  the  reed  meets  with  little  or 
no  resistance,  the  delivery  of  the  warp,  and  also  the  taking-up  of 
the  cloth,  is  suspended,  although  the  general  evolutions  of  the  loom 
continue. 

Pig.  165. 


Fig.  165,  is  a  side  view  of  the  loom,  with  the  novel  parts  at- 
tached, and  in  working  order ;  Fig.  166,  is  a  profile  representation 
of  the  same,  showing  particularly  the  novel  parts ;  Fig.  167,  is  a 
vertical  sectioni  taken  through  the  loom  at  right  angles  to  Fig.  166, 
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in  the  line  looking  toward  the  doth  beam ;  Fig.  168,  is  a  vertical 
section,  also  at  right  angles  to  Fig.  165,  in  the  line  looking  in  the 
opposite  direction,  that  is,  toward  the  warp  beam;  and  No.  30, 
Fig.  167,  is  a  horizontal  view  of  a  portion  of  the  lay  of  the  loom, 
taken  at  that  end  where  the  improved  parts  are  connected ;  the 
respective  letters  of  refeience  pointing  out  the  same  parts  in  all  the 
figures. 

The  yarn  beam  A,  is  mounted  on  the  side  framing  of  the  loom 
in  the  usual  way.  From  this  beam  the  warp  threads  pass  over 
a  whip  roller  B,  above,  and  thence  through  the  headles  C,G, 
and  reed  D,  in  the  ordinary  way.  The  reed  is  mounted  in 
the  lay  in  a  frame,  which  is  capable  of  vibrating  on  pivots  or 
centres,  for  the  purpose. of  allowing  the  reed  to  fall  back  when 
it  strikes  forcibly  against  the  weft  thread  in  beating  up.  The 
cloth  produced  by  the  intervention  of  the  warp  and  weft  threads  in 
the  front  of  the  reed,  passes  over  the  breast  beam  E,  to  the  cloth 
roller  F,  and  is  wound  upon  a  loose  roller  G,  by  the  fiiction  of  their 
surfaces. 

The  crank  or  driving  shaft  H,  by  which  the  working  parts  of  the 
loom  are  driven,  is  connected  by  the  crank  rods  1 1,  to  the  back 
part  of  the  lay ;  and  benoe,  as  the  crank  shaft  rotates,  the  latter  is 
made  to  vibrate  in  the  usual  way  ;  and  by  the  ordinary  connexion 
of  toothed  wheels,  the  tappet  shaft  K,  is  also  driven,  which  works 
the  headles  C  C,  that  open  the  sheds  of  the  warp,  and  also  the 
picker  staves  L  L,  that  drive  the  shuttle  to  and  fro. 

Fig.  166. 
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In  the  representatioD  of  the  back  of  the  lay  at  Fig.  167,  it  will 
be  perceived  that  the  reed  D,  is  fixed  in  a  frame  M  M ;  which 
frame  is  mounted  in  the  lay,  and  held  by  pivots  on  studs  N  N, 
bolted  to  the  upper  parts  of  the  swords  of  the  lay.  Upon  these 
studs  or  pivots  N,  the  reed,  with  its  firaroe,  is  enabled  to  swing  back- 
ward, but  it  is  confined  in  its  situation  by  powerful  springs  O  O, 
secured  to  the  back  of  the  lay,  the  ends  of  these  springs  pressing 
against  the  lower  rail  of  the  reed  firame.  The  tension  of  these 
springs  may  be  tempered  by  the  adjustable  staples  and  screws  P  P. 

These  parts  of  the  loom  are  described  for  the  purpose  of  leading 
to,  and  more  readily  illustrating  the  design  and  operation  of  the  pre- 
sent improvement. 

A  perpendicular  lever  Q,  is  attached  to  the  side  of  one  of  the 
swords  of  the  lay  by  means  of  a  fulcrum  stud  R,  projecting  from  a 
bracket  bolted  to  the  sword.  The  upper  end  of  this  lever  bears 
against  the  bottom  rail  of  the  back  of  the  reed  frame  M,  and  is 
held  there  by  a  slight  spring  (see  Fig.  167.)  The  lower  part  of  this 
frame  is  attached  by  an  axle  joint  to  a  horizontal  rod  S.  That  end 
of  the  rod  S,  to  which  the  lever  Q,  is  connected,  is  bent  downward, 
as  shown  in  Fig.  166,  for  the  purpose  of  enabling  the  rod  to  pass  over 
the  rocker  at  bottom  of  the  sword,  which  the  lay  vibrates  upon. 
The  joint  connecting  the  end  of  the  lever  CI,  and  rod  S,  must  be 
brought  as  nearly  in  coincidence  with  the  axle  of  the  lay  as  may 
be  found  practicable. 


Fig.  167. 


No.  80. 


Digitized  by  VjOOQIC 


PLAIN    WEAVING.  369 

At  the  back  part  of  the  loom  there  is  a  perpendicular  shaft  T, 
supported  in  brackets  bolted  to  the  side  frame  or  standard.  Upon 
the  upper  part  of  this  shaft  is  fixed  an  endless  screw  or  worm  taking 
into  the  teeth  of  a  wheel  on  the  yarn  beam ;  by  the  rotation  of 
which  worm  the  beam  is  turned,  and  made  to  deliver  the  warp.  A 
ratchet  wheel  U,  is  made  fast  by  a  bolt  to  the  perpendicular  shaft 
T,  near  its  lower  end ;  and  below  this  a  cylindrical  piece  or  collar 
y,  18  loosely  fitted  upon  the  shaft,  and  held  up  by  a  pin. 

Fig.  168. 


From  this  side  of  the  collar  Y,  a  small  arm  extends,  carrying  an 
upright  stud,  which  passes  through  an  eye  at  the  back  end  of  the 
horizontal  rod  S,  for  the  purpose  of  forming  a  jointed  support  to  that 
end  of  the  rod.  At  a  short  distance  from  this  joint,  a  standard  W, 
is  fixed  into  the  horizontal  rod,  carrying  a  click  or  tooth,  the  point 
of  which  drops  into  the  teeth  of  the  ratchet  wheel.  This  tooth  is  the 
driver  that  gives  rotary  movement  to  the  ratchet  wheel  U,  and 
shaft  T. 

A  bent  arm  X,  is  affixed  by  bolts  to  the  horizontal  rod  S,  the  ele- 
vated end  of  which  arm  being  struck  by  the  sword  when  the  lay 
falls  back,  gives  a  sliding  movement  to  the  rod  S,  and  thereby 
causes  the  click  W,  to  drive  the  ratchet  wheel  U. 

Below  the  endless  screw  on  the  perpendicular  shaft  T,  another 
ratchet  wheel  Y,  is  fixed,  corresponding  in  the  number  of  its 
teeth  with  the  ratchet  wheel  U.  This  ratchet  wheel  acts  upon 
a  tooth  at  the  end  of  the  shorter  arm  of  a  bent  lever  Z,  Z,  suspend- 
ed on  a  pivot  or  stud  in  a  bracket  attached  to  the  side  frame.    At 


Digitized  by  VjOOQIC 


360  THE    ART   OF   WEAVING. 

the  reverse  end,  that  is,  near  the  extremity  of  the  longer  arm  of  this 
bent  lever  Z,  a  tappet  pin  is  fixed,  for  the  purpose  of  raising  the 
arm  of  the  ordinary  taking  up  lever,  which  works  the  click  or  dri- 
ver of  the  ratchet  connected  with  the  ordinary  train  of  toothed  gear, 
for  taking  up  or  winding  the  cloth  upon  the  beam  in  front,  as  usual. 

After  every  flight  of  the  shuttle  through  the  open  shed  or  warp, 
the  lay  advances  for  the  purpose  of  causing  the  reed  to  beat  up  the 
weft  thread  ;  but  as  it  is  mounted  in  a  vibrating  frame  M,  the  force 
with  which  it  strikes  against  the  cloth  causes  the  lower  rail  of  the 
reed  frame  to  recede  or  swing  back  from  the  lay  a  short  distance,  as 
shown  in  the  section  Fig.  166. 

As  the  upper  end  of  the  perpendiculu  bvw  QL^  bears  against  the 
lower  rail  of  the  reed  frame  whenever  the  reed  frame  recedes,  as 
above  described,  that  end  of  the  lever  is  necessarily  forced  back,  and 
the  under  end  consequently  moved  forward,  bringing  with  it  the 
horizontal  rod  S.  This  movement  of  the  rod  S,  causes  the  end  of 
the  bent  arm  X,  to  be  l»:ought  close  against  the  vibrating  sword  of 
the  lay,  and  also,  draws  back  the  click  W,  over  one  tooth  in  the 
ratchet  wheel  U.  On  the  return  of  the  lay  into  the  inclined  posi- 
tion, as  shown  by  dots  in  Fig.  166,  the  sword  will  strike  against  the 
end  of  the  bent  arm  X,  and  sUde  the  horizontal  rod  S,  back  again, 
which  will  cause  the  click  W,  to  drive  the  ratchet  wheel  U,  one 
tooth,  and  thereby  turn  the  shaft  T,  and  its  endless  screw,  by  means 
of  which  the  yam  beam  is  drawn  round,  and  the  warp  given  out 

But  in  the  event  of  the  weft  thread  having  broken,  there  will  be 
no  delivery  from  the  shuttle,  and  consequently  a  want  of  filling  to 
the  cloth  ;  the  reed,  therefore,  in  beating  up,  will  not  meet  with  that 
resistance  which  it  did  when  the  filling  of  the  weft  thread  was  per- 
fect. In  the  beating  up  of  the  lay,  therefore,  the  reed  frame  will 
not  now  be  driven  back  as  before,  nor  the  lever  d,  be  sufficiently 
acted  upon  to  cause  it  to  slide  the  horizontal  rod  S,  through  the 
same  distance :  consequently,  the  click  W,  will  not  be  drawn  over 
another  tooth  of  the  ratchet  wheel  U  ,  and  the  shaft  T,  being  thus 
allowed  to  remain  in  a  quiescent  state,  the  warp  will  no  longer  be 
given  out  from  the  yarn  beam. 

The  rotary  movement  given  to  the  shaft  T,  in  the  way  describedi 
carries  round  the  ratchet  wheel  Y ;  and  the  teeth  of  this  ratchet 
wheel  acting  upon  the  tooth  at  the  end  of  the  shorter  arm  of  the 
bent  lever  Z,  causes  that  end  of  the  bent  lever  to  be  depressed  every 
time  that  a  tooth  of  the  wheel  Y,  passes  over  the  tooth  of  the  lever, 
as  shown  by  dots  in  Fig.  166. 

By  these  means,  the  reverse  end  or  longer  arm  of  the  lever  is 
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raised,  which  causes  the  tappet  pin  fixed  near  its  extremity  to  lift 
the  take-up  lever,  which  operates  upon  the  ordinary  gearing  for 
winding  up  the  cloth  on  the  roller  as  usual.  But  when  the  rotary 
movement  of  the  perpendicular  shaft  T,  is  suspended,  owing  to  the 
breaking  of  the  weft  thread,  as  before  stated,  then  the  taking  up  of 
the  cloth  ceases,  as  well  as  the  delivery  of  the  warp,  although  the 
loom  continue  in  action. 

To  a  superficial  observer,  this  contrivance  of  Mr.  Stone's  might 
appear  to  be  the  very  acme  of  perfection  ;  yet,  it  possesMs  many  de- 
fects, in  a  practical  point  of  view.  In  the  first  place,  it  is  of  too 
complex  a  character :  indeed,  aQ  that  it  accomplishes,  can  be  eflfect- 
ed  with  one-fifth  of  the  machinery  which  it  contains.  Mr.  S's.  loom 
is  not  capable  of  producing  thin  goods  with  any  degree  of  regu- 
larity ;  and  this  will  be  evident  when  it  is  remembered,  that  it  is  by 
the  accumulating  pressure  of  the  cloth  against  the  reed  that  motion 
is  communicated  to  the  yarn  beam.  It  is  clear,  therefore,  that  for 
light  muslins,  or  delicate  silk  textures,  where  only  from  10  to  25 
threads  of  weft  per  inch  are  required,  this  contrivance  would  not 
answer  at  all ;  unless  Mr.  S.  hung  his  reed  upon  a  wisp,  and  em- 
ployed, in  conjunctionj  a  native  of  the  Emerald  Isle,  to  assist,  by 
coaxing  the  warp  from  off  the  yarn  beam  as  fast  as  required.  The 
cloth,  instead  of  being  taken  up  regularly  as  the  weaving  proceeds, 
is  wound  up  by  fits  and  starts  ;  for  it  is  not  until  a  number  of 
threads  of  weft  have  been  added  to  the  face  of  the  cloth,  eq;iial  to 
the  length  of  one  of  the  teeth  in  the  ratchet  wheel  U,  on  the  end 
of  the  perpendicular  shaft  T,  that  the  click  or  driver  W,  is  allowed 
to  fall  into  a  new  tooth ;  and  after  this  has  taken  place,  it  will  keep 
jiggling  or  dancing  there,  until  another  ridge  of  cloth  is  piled  up 
against  the  reed,  when  the  point  of  the  click  W,  will  again  hop 
over  a  tooth,  as  before. 

In  order  to  make  this  loom  weave  thin  goods  perfectly  regular,  it 
would  be  absolutely  necessary  to  have  the  teeth  of  the  ratchet  wheel 
U,  as  fine  as  the  diameter  of  the  weft  thread  to  be  used ;  but  we 
question  whether  teeth  of  this  fineness  would  not  be  more  than  a 
match  for  the  eye-sight  of  any  roanufticturer  in  the  United  States. 
For  textures  having  from  35  to  80  threads  of  weft  per  inch,  how- 
ever, Mr.  Stone's  loom  will  be  found  an  acquisition. 

Fig.  169,  represents  part  of  the  frame  of  a  loom,  with  the  com- 
mon ratchet  take-up  motion  attached  thereto,  as  well  as  an  improved 
method  of  governing  it,  receiving  motion  from  a  vibrating  reed, 
which  is  arranged  in  a  fiame,  precisely  the  same  as  that  shown  in 
Figs.  165,  166,  167  and  168.    The  improvement  now  to  be  de- 
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Bcribed,  although  exceedingly  simple,  is  capaUe  of  effecting  all  ihat 
Mr.  Stone's  apparatus  can  accomplish.* 

Fig.  169. 


i 


A B  B C,  is  the  frame  of  the  loom  ;  w^  w,  the  lay;  P,  the  reed  ; 
gy  ffj  two  springs,  for  the  purpose  of  keeping  the  under  part  of  the 
reed  frame  K,  pressed  up.  The  springs  g^ff,  are  screwed  by  two 
screws  at  each  end,  as  will  be  perceived  by  the  black  dots  at  the 
points  Wy  1/7,  and  are  governed,  in  regard  to  their  pressure  against 
the  rail  K,  by  means  of  two  clasp  bolts  passing  through  the  lay ; 
which  clasp  bolts  may  be  seen  close  to  the  letters  g,  g  ;  these  bolts 
have  regulating  nuts,  one  at  the  back  and  the  other  at  the  front  of 
the  lay,  for  the  purpose  of  setting  the  bolts  to  any  required  position, 
according  to  the  degree  of  pressure  intended  to  be  communicated 
from  the  springs  g^  g,  to  the  rail  K,  of  the  reed  frame.  In  the 
operation  of  the  loom,  the  rail  K,  is  pressed  back  by  the  reed  P,  at 
each  vibration  of  the  lay,  a  distance  equal  to  the  diameter  of  the 
weft  thread,  n,  n,  is  a  lever  having  its  fulcrum  at  o,  the  upper  end 
of  which  lever  is  kept  pressed  against  the  rail  K,  at  the  point  X,  by 
means  of  the  spring  v  ;  and  this  spring  is  made  frwt  to  the  rail  K, 

"*  The  connexion  between  the  reed  and  the  yam  beam  is  not  absolutely  ne- 
cessary ;  because,  a  uniformity  of  tension  may  be  communicated  to  the  warp 
from  the  cloth  roller. 


Digitized  by  VjOOQIC 


PLAIN   WEAVING.  363 

by  two  8crewB,  as  indicated  by  the  black  dots.*  At  the  lower  end  of 
the  lever  n,  n,  is  a  tumed-up  part  z,  which  touches  the  inclined 
pait  of  the  arm  a^a^a:  this  arm  has  its  axis  at  Y,  and  carries  at 
its  end  a  click  or  driver  e,  for  giving  motion  to  the  ratchet  wheel  c, 
which  wheel  has  a  pinion  made  fast  to  it,  and  taking  into  the  spur 
wheel  on  the  end  of  the  cloth  roller  d :  the  ratchet  wheel  c,  is  pre- 
vented from  recoiling  by  a  suitable  catch  fixed  inside  the  frame,  its 
point  working  into  the  teeth  of  the  ratchet  a  little  to  the  right  of 
the  letter  c. 

The  vibrating  motion  of  the  lay  is  effected  through  the  agency  of 
a  stud-pin  carrying  a  small  roller  which  works  in  the  sweep  t ;  this 
stud-pin  is  connected  to  an  arm  on  the  end  of  the  driving  shaft  m.t 
When  the  loom  is  put  in  operation,  the  reed  P,  is  forced  back  by  the 
weft  in  the  act  of  beating  up ;  and  as  the  weft  acts  on  the  lever  n,  n, 
and  makes  its  lower  end  to  strike  against  the  arm  a,  a,  a,  so  as  to 
put  the  cloth  roller  <f,  in  motion,  it  thus  winds  on  the  texture  as  it 
is  woven;  but  if  the  reed  beats  up  without  the  weft,  it  will  not  in 
that  case  be  forced  back,  as  there  would  not  be  any  addition  to  the 
cloth,  by  the  crossing  of  the  weft,  to  that  which  had  been  previously 
beaten  up ;  the  reed,  therefore,  would  not  be  forced  back  by  the 
subsequent  motion  of  the  loom,  and  consequently  the  lever  n,  n, 
would  not  strike  against  the  inclined  face  of  the  arm  a,  a,  a,  and, 
of  course,  the  taking-up  apparatus  would  not  be  set  in  motion. 

The  inclined  arm  a,  a,  a,  has  a  small  governing  weight  10,  at  its 
end,  which  serves  to  balance  it  and  keep  the  click  or  driver  6,  against 
the  tooth  in  the  ratchet  wheel  c ;  but  this  weight  10,  is  not  suffi- 
ciently heavy  to  cause  the  ratchet  wheel  c,  to  revolve.  The  sword 
of  the  lay  carries  a  small  roller  or  pulley  fixed  on  a  stud-pin,  as 
sho¥m  a  little  above  the  letter  y  ;  this  roller  serves  to  elevate  the  in- 
clined arm  a,  a,  a,  after  it  has  been  depressed  by  the  action  of  the 
turned-up  end  of  the  lever  7t,  n,  upon  it,  in  the  manner  already  ex- 
plained ;  so  that  in  the  backward  motion  of  the  lay,  the  roller  will 
raise  the  arm  a,  a,  a,  and  will  thereby  cause  the  click  6,  to  ftiU  back 
into  a  new  tooth  in  the  ratchet  wheel  c  ;  in  which  tooth  it  will  re- 
main, until  the  lever  7i,  n,  has  received  sufficient  motion  from  the 
point  X,  to  cause  the  other  extremity  to  depress  the  arm  a,  a,  a,  and 

*  A  patent  for  this  invention  (Fig.  169)  was  granted  to  Oliver  C.  Burr,  an 
ingenious  mechanic,  of  Milbury,  Mass.,  bearing  date  July  17,  1835. 

t  The  figure  being  drawn  in  perspective,  only  one  of  the  swords  of  the  lay, 
with  its  sweep  i,  can  be  seen ;  but  the  opposite  side  of  the  lay,  of  course,  has 
a  aimilar  sword  with  a  sweep  t :  no  difficulty  can  be  experienced  on  this 
head. 
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force  the  ratchet  c,  forward  a  distance  equal  to  that  which  the  catch 
e,  had  fallen  back  in  the  previous  working  of  the  loom. 

Before  commencing  the  operation  of  weaving,  the  lever  n,ti,  must 
be  so  set  in  relation  to  the  inclined  arm  a,  a,  a,  that  when  the  reed 
is  brought  full  up  to  the  face  of  the  cloth,  the  turned-up  end  of  the 
lever  n,  n,  will  nearly  touch  the  inclined  face  of  the  arm  a,  a,  a  ; 
and  when  the  lay  is  thrown  full  back,  the  roller  will  not  touch  the 
under  side  of  the  arm,  because  the  arm  had  not  been  previously  do* 
pressed  by  the  lever  n,  n.  In  this  position,  therefore,  the  loom  may 
continue  to  operate  for  ever  without  any  motion  being  communica- 
ted to  the  ratchet  wheel  c,  unless  weft  be  added  to  the  face  of  the 
cloth.  It  will  be  perceived,  that  a  very  slight  addition  of  weft  to 
the  cloth  (say  two  or  three  threads)  will  communicate  extensive  mo- 
tion to  the  arm  a^a^a;  and  this  is  caused  by  the  greater  leverage 
of  the  lower  end  of  the  lever  n,  n.  For  looms  of  the  working  size, 
the  length  of  the  lever  n,  fi,  from  the  axis  o,  to  the  rail  K,  is  5 
inches,  and  from  the  axis  o,  to  the  other  extremity,  or  turned-up 
end,  17  inches ;  but  these  relative  lengths  may  be  varied  to  suit  the 
different  heights,  of  looms.  It  is  very  evident,  therefore,  that  this 
improvement  or  contrivance,  is  not  only  simpler,  but  superior  to 
Stone's  motion,  and  possesses  the  advantage  over  it,  of  taking  up 
the  cloth  with  greater  regularity ;  because,  the  action  of  the  lever 
n,  n,  is  direct  on  the  arm  a,  a,  a,  at  each  pick  of  weft ;  three  threads 
of  weft  at  fiiast  being  sufficient  to  communicate  action  to  the 
arm  a,  a,  a;  it  is,  however,  not  perfect,  on  this  very  account,  being 
liable,  to  a  certain  extent,  to  the  same  defect  experienced  in  Stone's 
mechanism,  namely,  the  piling  of  the  cloth  against  the  reed  before 
any  motion  at  all  can  be  communicated.  For  shirtings  and  cali- 
coes, of  from  30  to  80  or  90  threads  of  weft  per  inch,  this  motion  is, 
perhaps,  the  best  in  existence  at  the  present  day ;  and  the  expense 
of  fitting  it  to  a  loom  is  only  a  few  shillings. 

^  The  invention  is  mine,"  said  a  would-be  inventor ; 
^  You  lie,"  said  a  second,  ^  I  own  'C,  and  no  other ;" 
A  third  cried,  ^  'tis  mine !"  with  a  voice  loud  as  S  ten  tor ; 
And  a  fourth  swore  'twas  his ;  while  a  fifth  was  its  father. 

Figs.  170  and  171,  exhibit  another  method  of  r^ulating  the 
movement  of  the  yam  beam,  and  of  taking  up  the  cloth,  so  as  to 
produce  textures  of  uniform  thickness  throughout :  but  this  contri- 
vance contains  the  same  defects  as  those  pointed  out  in  Mr.  Stone's 
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loom  ;  upon  which  loom  it  is,  indeed,  a  diieet  infringement,  although 
it  possesses  the  merit  of  being  somewhat  simpler.* 

A,  is  the  lay ;  B,  the  spring  reed ;  C,  a  lever,  extending  down 
nearly  as  low  as  the  bottom  of  the  lay  sword ;  D,  the  part  of  the 
lay  in  which  the  bar  F,  slides ;  F,  a  perpendicular  shaft,  having  a 
ratchet  wheel  G,  at  its  lower  end,  and  an  endless  screw  or  worm  H, 
on  its  upper  end  which  operates,  by  gearing,  to  give  the  requisite 
motion  to  the  yarn  beam  as  in  Stone's  loom  ;  1 1,  steps  of  the  per- 
pendicular shaft ;  and  J,  a  guide  piece,  having  a  notch  or  mortise 
in  it  to  receive  and  guide  the  bar  Ei,  which  acts  upon  the  ratchet 
wheel  GL 

cig.  170. 


The  following  is  the  manner  in  which  the  bar  E,  receives  its  mo* 
tion  from  the  spring  reed  B : — 

When  the  lay  advances  and  brings  the  reed  into  contact  with  the 

*  This  alteration  of  Stone's  loom,  notwithstanding  its  similarity  to  the  ori- 
ginal, was  made  the  subject  of  a  patent  by  one  Welcome  A.  Potter,  of  Crans- 
ton, Rhode  Island,  Nov.  23, 1837 ;  which  circumstance  goes  far  to  prove 
what  we  have  time  after  time  stated,  that  there  is  in  reality  no  more  protec- 
tion for  the  ingenious  man  in  the  United  States  of  America  than  in  Great 
Britain. 
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cloth,  the  springing  of  the  reed  throws  the  top  of  the  lever  C,  backy 
being  actuated  by  the  resistance  of  the  fJEtce  of  the  cloth  against  the 
reed,  and  as  this  lever  works  upon  a  fulcrum  K,  in  the  lay,  and  its 
lower  end  passes  into  a  mortise  or  slot  at  L,  in  the  bar  E,  and  bear- 
ing against  the  fore  end  of  this  slot,  draws  the  rod  forward  by  the 
back  motion  of  its  upper  end,  and  the  back  end  of  the  bar  E,  then 
catches  upon  a  tooth  of  the  ratchet  wheel  G,  to  which  wheel  it  will 
give  motion  when  the  lay  is  thrown  back :  this  force  is  effected  by 
the  sword  of  the  lay  coniing  into  contact  with  a  shoulder  at  M,  thus 
forcing  the  bar  E,  back  and  turning  the  ratchet  wheel  G,  the  shaft 
F,  then  moving  the  yarn  beam  by  means  of  the  worm  or  screw  H. 

The  foregoing  description  represents  the  bar  E,  as  receiving  its 
motion  through  the  agency  of  the  spring  reed :  but  Mr.  Potter  says 
that  he  sometimes  communicates  it  through  that  of  the  spring  whip 
roll,  as  shown  in  Fig.  171. 

The  whip  roll  N,  is  supported  by  a  bent  arm  O,  there  being 
a  similar  one  at  its  other  end ;  the  bent  arm  O,  works  on  a  ful- 
crum P,  made  fast  to  the  frame  of  the  loom,  said  bent  arm  ex- 
tending to  about  an  equal  distance  from  the  fulcrum  at  each  end. 
A  spring  Q^  acts  upon  the  lower  end  of  the  bent  arm,  for  the 
purpose  of  holding  it  in  its  proper  position  when  not  acted  upon  by 
any  other  force. 

When  the  lay  moves  forward,  and  the  reed  presses  forcibly  on 
the  cloth,  this  has  the  effect  of  drawing  the  whip  roll  N,  forward, 
and  causing  the  lower  end  of  the  bent  arm  O,  to  recede:  from 
this  lower  end,  a  rod  or  wire  R,  extends  to  a  lever  S,  working  on  a 
fidcrum  T,  on  the  frame  of  the  loom,  its  lower  end  passing  into  a 
mortise  or  sbt  in  the  bar  E ;  and  this  lever  is  operated  upon  in  a 
manner  similar  to  that  of  the  lever  C,  already  described :  in  both 
Figs,  the  mortise  L,  must  be  long  enough  to  give  play  to  the 
lever  E,  without  moving  the  lever  C,  (Fig.  170)  or  the  lever  S, 
(Fig.  171.r 

On  referring  to  Mr.  Stone's  machine.  Figs.  166,  166,  167  and 
168,  and  comparing  it  with  Mr.  Potter's  modilScation,  shown  in 
Figs.  170  and  171,  the  real  character  of  the  infringement  wiU  be 
manifest    In  the  first  place,  Mr.  Stone's  invention  consists,  in  the 


•  The  whip  roll  N,  in  connexion  with  the  lever  O,  for  the  purpose  herein 
explained,  is  not  the  invention  of  Mr.  Potter,  Mr.  Louis  Schwabe  and  other 
manufacturers,  of  Manchester,  having  used  it  several  years  before  the  date 
of  his  patent;  and  these  gentlemen,  no  doubly  can  tell  Mr.  Potter  to  whom 
the  invention  tnily  belongs ! 
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application  of  the  lever  d,  in  connexion  with  the  rod  S,  having  the 
bent  arm  X  made  fest  to  it,  the  click  W,  ratchet  wheels  U,  and  Y^ 
vertical  shaft  T,  and  the  worm  working  into  the  spur  wheel  A  A, 
on  the  end  of  the  yarn  beam  (see  Figs.  166  and  166  ;)  and  these 
parts,  receiving  motion  from  the  vibrating  reed  D,  govern  the  giving 
out  of  the  warp,  as  well  as  the  taking-up  of  the  cloth,  the  one  de- 
pending upon  the  other.  This  feature  forms  the  subject  of  Mr. 
Stone's  patent ;  and,  we  think,  with  justice  too ;  for  the  contrivance 
is  really  very  ingenious,  and  does  its  inventor  credit,  notwithstand- 
ing its  inapplicability  to  some  kinds  of  textures,  as  has  been  already 
stated. 

Now,  on  referring  to  the  subject  of  Mr.  Potter's  patent,  as  shown 
at  Figs.  170  and  171,  it  will  be  seen  that  he  has  adapted  the  let-off 
and  take-up  motions  claimed  by  Mr.  Stone ;  for  his  worm  H,  shaft 
F,  ratchet  wheel  G,  bar  E,  lever  C,  and  so  forth,  are  precisely  the 
same ;  but  he  evades  Mr.  Stone's  patent  by  substituting  a  mortise 
or  slot  L  (see  Fig.  170)  in  the  rod  or  bar  E,  instead  of  the  bent  arm 
X,  bolted  to  the  rod  or  bar  S,  of  Stone's  loom  (see  Figs.  166.)  Into 
the  slot  L,  made  in  the  bar  E,  Mr.  P.  inserts  the  end  of  the  lever 
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C)  instead  of  connecting  it  by  a  pin  to  the  end  of  the  rod  or  bar  S, 
as  in  Figs.  166  and  166 ;  and  it  is  the  playing  of  the  lever  C, 
against  the  ends  of  the  slot  L,  (receiving  motion  from  the  vibratory 
reed)  that  rotates  the  ratchet  G,  on  the  end  of  the  shaft  F  (Fig.  170,) 
instead  of  the  piece  X,  and  so  forth,  in  Stone's  loom.  Mr.  P.  makes 
a  catch  of  the  rod  or  bar  E,  for  turning  the  ratchet  G,  instead  of 
inserting  a  stud-pin  into  the  rod,  and  putting  the  click  W,  on  it,  as 
in  Fig.  1 66 :  but  this  alteration,  of  course,  amounts  to  nothing.  The 
jogged  end  M,  of  the  bar  E,  in  Figs.  170  and  171,  answers  the 
same  purpose  as  that  shown  in  Figs.  165  and  166,  but  is  no  im- 
provement thereon.  The  spiral  spring  12,  in  Figs.  170  and  171,  is 
attached  to  the  bar  E,  and  stationary  guide  J,  for  the  purpose  of 
keeping  the  bar  E,  against  the  teeth  of  the  ratchet  G,  until  suffi- 
cient cloth  has  been  woven  to  cause  the  under  extremity  of  the 
lever  C  (Fig.  170)  to  draw  back,  towards  the  cloth,  the  bar  E,  so  as 
to  allow  its  point  to  drop  into  a  new  tooth  in  the  ratchet  G :  all  this 
justly  belongs  to  Mr.  Stone,  as  any  man  who  is  not  a  downright 
ignoramus  may  at  once  perceive.  The  modification  of  Fig.  170, 
shown  in  Fig.  171,  does  not  possess  any  merit,  and  is  only  another 
method  of  beating  about  the  bush,  for  the  purpose  of  evading  Stone's 
patent.  How  in  the  world  Mr.  Potter  obtained  a  patent  for  Mr. 
Stone's  invention,  is  to  us  a  mystery :  surely  somebody  about  the 
Patent  Office  must  have  been  magnetized  when  this  transaction 
took  place. 

Fig.  172,  represents  a  side  view,  in  elevation,  of  a  common  power 
loom,  with  another  modification  of  the  same  apparatus  for  regula- 
ting the  taking-up  of  the  cloth ;  and  for  which  contrivance,  a  patent 
was  granted  to  Horace  Hendrick,  of  Eallingly,  Conn.,  bearing  date 
22d  Sept  1836  ]  but  it  is  not  worth  a  $1,000,-  and  our  only  object 
in  having  gone  to  the  expense  of  drawing,  engraving,  dz^c,  and 
giving  it  insertion  in  this  work,  is,  to  expose  that  system  which  is 
so  extensively  carried  on  by  men  who  have  no  real  talent  of  their 
own  and  are  too  lazy  to  get  their  living  by  honest  means.  Mr.  H. 
denominates  his  appendage,  "the  rod  and  sickle;"  but  we  think 
the  term  pruning  hook  would  be  quite  as  applicable. 

F  F  F  F,  is  the  frame  of  the  loom  ;  H  H,  the  sword  of  the 
lay ;  R  R,  the  lever  which  receives  motion  from  the  vibrating  reed, 
and  is  the  same  as  that  marked  Q^  in  Figs.  166, 166, 167  and  16S, 
n,  n,  in  Fig.  169,  and  C,  in  Figs.  170  and  171.  The  lever  R  R,  in 
this  loom  is  made  to  beat  up  against  the  inclined  rod  X,  at  its  lower 
extremity,  near  its  fulcrum,  this  rod  X,  being  connected  to  the  arm 
of  the  common  take-up  lever  (which  is  in  all  respects  like  thai 


Digitized  by  VjOOQIC 


PLAIN  WEAVING. 


369 


Pig.  172. 


shown  at  Fig.  169.)  L,  is  the  lay]  B,  a  small  friction  roller  or 
stud-pin  fixed  on  the  side  of  the  lay,  like  that  above  the  letter  y,  in 
in  Fig.  169,  exc^  that  in  this  case  it  is  turned  upside  down,  for 
some  purpose  best  knwvn  to  Mr.  H.  himself  The  arm  C,  being 
acted  upon  by  the  roller  B,  will,  of  course,  cause  the  clicks  or  dri- 
vers K,  to  turn  the  cloth  rdler  P.  S,  is  a  spring  (one  at  each  side 
of  the  lay)  bolted  to  the  sword  of  the  lay  at  T,  for  the  purpose  of 
keeping  the  reed  frame  in  its  place,  as  in  Stone's  loom,  and  in  the 
others  also,  but  here  it  is  turned  topsy-turvy. 

Wherein  does  the  reader  suppose  the  subject  of  this  patent  con- 
sists ?  Is  it  in  the  lever  R  R  ?  Is  it  in  the  springs  S  ?  Or,  is  it  in 
the  clicks  K  ?  The  only  feature  of  novelty  that  we  can  perceive, 
is  in  the  beating  of  the  nib  or  under  extremity  of  the  lever  R  R, 
against  the  lower  part  of  the  connecting  rod  X,  and  that  too  so 
near  its  fulcrum  that  something  in  the  neighbourhood  of  a  horse 
power,  at  least,  must  be  required  to  enable  it  to  actuate  the  taking- 
up  of  the  cloth ;  and  this,  in  our  opinion,  !s  improving  backiQard. 

The  rod  X,  (Fig.  172)  being  conneeled  by  a  stud-pin  to  the  lay 

47 
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gword  at  boUom  and  to  the  ami  C,  at  top,  constitutes  a  positive  take- 
up  motion  ;  and  consequently  the  lever  RR,  which  is  actuated  by 
the  reed,  is  useless.  Neither  do  we  see  the  utility  of  the  stud-pin 
or  roller  B ;  because,  the  rod  X,  will  raise  and  depress  the  arm  C, 
which  carries  the  clicks  or  drivers  K,  independently  of  it.  The  par 
tentee  does  not  tell  us  how  the  lever  R  R,  actuates  the  arm  C, 
through  the  agency  of  the  rod  X,  but  simply  remarks  that  ''  the 
lever  R  R,  communicates  motion  to  the  cloth  roller  by  means  of  the 
rod  X,  connected  to  the  sickle  C."  He  also  says  that  '^  the  roller 
or  stud-pin  B,  may  be  inserted  in  the  lever  RR,  instead  of  in  the 
sword  H  H ;"  but,  we  confess  our  inability  to  see  the  utility  of  so 
doing,  unless  the  under  extremity  of  the  lever  RR,  were  cut  away 
altogether :  after  which,  the  motion  would  be  in  all  respects  like 
that  shown  at  Pig.  169 ;  for  if  the  stud-pin  B,  were  made  fast  to 
the  lever  R  R,  underneath  the  arm  C,  and  the  roller  or  stud-pin  B, 
on  the  lay  sword  above  it,  it  would  answer  the  same  purpose  as  the 
tumed-up  end  of  the  lever  n,  n,  shown  in  Fig.  169,  with  the  roller 
fixed  on  the  sword  of  the  lay  below  it.  But,  in  this  case,  it  would 
be  necessary  to  shorten  the  distance  between  the  reed  and  the  ful- 
crum of  the  lever  R  R,  so  as  to  bring  the  fulcrum  nearer  to  the  reed, 
as  in  Fig.  169,  in  order  to  give  the  olher  extremity  greater  scope  for 
acting  on  the  arm  C.  Instead  of  this,  however,  Mr.  H.  informs  us, 
that  the  fulcrum  of  the  lever  R  R,  is  midway  between  the  reed  and 
its  lower  extremity. 

As  this  contrivance  is  represented,  it  will  only  operate  as  a  posi- 
tive take-up  motion,  as  before  stated ;  and  in  order  to  make  it  actu- 
ate the  arm  C,  through  the  agency  of  the  vibrating  reed,  the  rod  X, 
must  be  disconnected  from  the  pin  ir,  and  a  long  slot  made  in  the 
end  of  the  rod  X,  into  which  slot  the  pin  tr,  may  work ;  this  pin  w, 
having  a  suitable  head  made  upon  it,  to  prevent  the  rod  X,  from 
dropping  off.  This  done,  if  the  arm  C,  is  counterbalanced  with  a 
weight,  similar  to  that  marked  10,  in  Fig.  169,  the  roller  or  stud- 
pin  B,  will  depress  it. 

In  this  position,  the  lower  nib  or  point  may  possibly  actuate  the 
the  rod  X,  in  forcing  up  the  arm  C,  when  a  sufficient  quantity  of 
cloth  is  piled  up  against  the  reed ;  but  even  then  we  think  the  odds 
against  the  lever  RR,  will  be  tremendous,  from  the  relative  positions 
in  which  these  parts  are  represented  by  the  patentee. 

''  Emulation,"  says  Mason, "  like  the  other  passions  of  the  human 
mind,  shows  itself  much  more  plainly,  and  works  much  more 
strongly  in  some  than  it  does  in  others.  It  is  in  itself  innocent ; 
and  was  plc^nted  in  our  natures  for  very  wise  ends,  and,  if  kept  un- 
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der  proper  regulations,  is  capable  of  serving  very  excellent  pur- 
poses, otherwise  it  degenerates  into  a  mean  and  criminal  ambir 
tian. 

"When  a  man  finds  something  within  him  that  pushes  him  on 
to  escel  in  iterthy  deeds,  or  in  actions  truly  good  and  virtuous, 
and  pursues  that  design  with  a  steady  unaffected  ardour,  without 
reserve  or  falsehood,  it  is  a  true  sign  of  a  noble  spirit :  for  that  love 
of  praise  can  never  be  criminal,  that  excites  and  enables  a  man  to 
do  a  great  deal  more  good  than  he  could  do  without  it  And,  per- 
haps, there  never  was  a  fine  genius,  or  a  noble  spirit,  that  rose  above 
the  common  level,  and  distinguished  itself  by  high  attainments  in 
what  is  truly  excellent,  but  was  secretly,  and  perhaps  insensibly 
(NTompted  by  the  impulse  of  this  passion. 

"  But,  on  the  contrary,  if  a  man's  views  centre  only  in  the  ap- 
plause  of  others,  whether  it  be  deserved  or  not;  if  he  pants  after 
popularity  and  fame,  not  regarding  how  he  comes  by  ii  ;  if  his 
passion  for  praise  urge  him  to  stretch  himself  beyond  the  line  of  his 
capacity,  and  to  attempt  things  to  which  he  is  unequal ;  to  conde- 
scend to  mean  arts  and  low  dissimukUian  for  the  sake  of  a 
name :  and  in  a  sinister,  indirect  way,  sue  hard  for  a  little  in- 
cense, not  caring  from  whom  he  receives  it;  his  ambition  then 
becomes  vanity.  And  if  it  excite  a  man  to  wicked  attempts,  make 
him  willing  to  sacrifice  the  esteem  of  all  wise  and  good  men  to  the 
acclamations  of  a  mob;  to  overleap  the  bounds  of  decency  and 
truth,  and  break  through  the  obligations  of  honour  and  virtue,  it  is 
then  not  only  vanity,  but  vice. 

''  To  correct  the  irregularity  and  extravagance  of  this  passion, 
let  us  but  reflect  how  airy  and  unsubstantial  a  pleasure  the  highest 
gratifications  of  it  afford ;  how  many  cruel  mortifications  it  exposes 
us  to." 

"There  is,"  says  another  writer,  "no  greater  act  of  injustice, 
none  more  detrimental  to  society,  than  to  withhold  or  withdraw  the 
meed  of  renovm  from  the  reed  benefactors  of  our  race. 

"A  desire  to  possess  the  esteem  and  gratitude  of  our  fellow 
creatures,  though  not  the  highest,  is  yet  one  of  the  most  legitimate 
motives  of  meritorious  exertions ;  one  which  should  never  be  wan- 
tonly repressed  by  giving  currency  to  either  contemporary  or  pos- 
thumous calumny  against  a  useful  citizen." 

These  sentiments  are,  in  our  opinion,  so  just  and  at  the  same  time 
so  well  expressed,  that  the  inteUigent  reader  will  at  once  perceive 
their  applicability  to  those  subjects  which  we  have  just  been  con- 


Digitized  by  VjOOQIC 


372  THE    ART   OF    WEAVING. 

sidering ;  and  no  apology  will  be  required  for  insertii^  them  in  thiB 


Fig.  173,  represents  a  front  elevation  of  a  power  loom,  showing 
a  novel  method  of  working  the  headles,  as  well  as  of  throwing  the 
shuttle  ;*  and  Fig.  174,  is  a  view  of  the  crank  or  driving  shaft  de- 
tached from  the  loom. 

The  nature  of  this  improvement  consists,  in  constructing  the 
crank  or  driving  shaft  with  a  cylindrical  cam  on  one  end  of  it,  as 
shown  to  the  left  in  both  Figs.,  a  groove  being  made  round  the  pe- 
riphery of  this  cam,  by  means  of  which,  in  connexion  with  an  in- 
tervening lever  and  straps,  the  headles  are  worked  ;  and  also  ano- 
ther lever  of  similar  form  receives  its  nK>tion  in  the  same  way,  for 
the  purpose  of  throwing  the  shuttle.  The  latter  of  these  levers 
communicates  motion  to  the  picker  staff,  by  means  of  a  connecting 
rod,  at  its  lower  extremity,  as  shown  in  Fig.  174. 


Pig.  173. 


F5gr.  174. 


a  a,  is  the  frame  of  the  loom  ;  b  b,  the  crank  shaft,  carrying  the 
fast  and  loose  pulleys  c,  on  one  end,  outside  the  frame,  and  on  the 


*  A  patent  for  this  improvement,  waa  granted,  in  the  United  States,  to 
Frederick  Downing,  bf»nring  date  27th  Jan.  1843. 
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opposite  end,  the  cylindrical  cam  d,  having  two  spiral  grooves  e  e^ 
crossing  each  other ;  and//,  cranks  of  the  shaft  ft  ft.  In  the  groove 
of  the  cylinder  cam  d^  two  slides  are  fitted  on  opposite  sides ;  the 
one  on  the  front  side  is  attached  to  the  lever  G,  which  has  its  ful- 
crum on  the  shaft  A,  and  turns  freely  thereon ;  near  each  end  of  the 
lever  G,  a  slot  is  made,  in  which  stud-pins  gg,Bxe  so  fastened  as 
to  be  adjustable  (by  proper  screws  and  nuts :)  to  these  studs  are 
affixed  the  straps  i  i,  which  extend  from  thence  under  two  pul- 
leys 10,  and  up  to  the  headles ;  one  strap  being  attached  to  each 
headle. 

It  will  be  perceived,  that  by  this  arrangement,  the  headles  will 
be  worked  as  the  lever  G,  is  vibrated,  by  means  of  the  button  or 
slide  at  its  upper  end,  working  in  the  groove  e  e,  made  on  the  cir- 
cumference of  the  cylinder  d.  The  sUde  or  button  in  the  groove  e, 
on  the  opposite  side  of  the  cylinder,  is  connected  so  as  to  be  adjust- 
able to  the  upper  end  of  the  lever  k  ;  which  lever  also  has  its  ful- 
crum on  the  shaft  h :  this  shaft  is  on  the  outside  of  the  loom  frame, 
parallel  with  its  side,  and  below  the  cylinder  <f,  at  right  angles  to 
the  crank  shaft ;  all  of  which  will  be  easily  understood  on  examin- 
ing Fig.  173.  The  lever  Ar,  is  connected  to  the  picker  staff  16,  by 
means  of  the  rod  p :  this  rod  has  its  fulcrum  at  o,  at  the  under  end 
of  the  lever  k.  The  frilcrum  of  the  picker  staff  16,  is  at  the  centre 
of  the  lay  rocker  q  ;  the  top  being  connected  with  the  pickers  in  the 
usual  way.  By  this  combination,  it  will  be  perceived  that  as  the 
cylinder  cam  d,  on  the  end  of  the  driving  or  crank  shaft  ft  6,  re- 
volves, and  vibrates  the  lever  Ar,  from  right  to  left,  and  vice  versa, 
the  shuttle  will  be  thrown. 

The  dispensing  with  cams  and  treadles  is  certainly  an  advan- 
tage :  but,  this  was  effected  by  Mr.  Stanfield,  of  Leeds,  as  fiir  back 
as  the  year  1S36.  Messrs.  Sharrocks  and  Birch,  loom  makers,  of 
Great  Ancoates  street,  Manchester,  had  the  construction  of  Mr. 
Stanfield's  machine ;  but  it  appears  that  they  did  not  succeed  in  pre- 
vailing on  manufacturers  to  adopt  it;  and,  we  believe  that  Mr. 
Downing's  modification  of  Stanfield's  loom  will  never  come  into 
very  general  use  either,  for  the  following  reasons  : — 

1st.  It  is  only  applicable  where  two  leaves  of  headles  are  em- 
ployed ; 

2d.  It  is  only  applicable  for  weaving  light  textures,  where  but  lit- 
tle power  is  required ; 

3d.  The  rapid  motion  of  the  crank  shaft  6  ft,  will  soon  wear  out 
the  small  slides  or  buttons  which  work  in  the  grooves  ee,  of  the 
cylinder  d,  and  this  would  be  found  a  great  evil  in  a  large  weaving 
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room  containing  some  600  or  600  looms ;  but  in  a  small  concern,  it 
would  not,  perhaps,  be  much  felt ;  and  although  the  slides  or  but- 
tons were  made  of  steel,  we  think  this  defect  would  not  be  reme- 
died ;  for,  if  the  slides  were  of  harder  metal  than  that  of  the  cylio- 
drical  cam  d,  the  grooves  of  this  cam  would  be  worn  out  first,  in- 
stead of  the  slides :  in  either  case  a  clitter-clatter  would  be  the  con- 
sequence; and 

4th.  For  heavy  textures  (plain)  the  strain  would  be  too  great  on 
the  cam  d,  as  well  as  on  the  bearing  of  the  shaft  bb;  but  the  mo- 
tion for  throwing  the  shuttle  might  possibly  be  found  appUcable ; 
although,  we  think,  with  disadvantage  as  Mr.  D.  has  got  it ;  for  in 
the  working  of  the  headles,  as  well  as  in  throwing  the  shuttle,  the 
whole  of  the  strain  comes  on  the  small  slides  or  buttons  which  work 
in  the  grooves  e  e,  of  the  cylinder  cam  d. 

The  patentee  informs  us,  that,  he  fixes  a  disc  on  the  shaft  A,  near 
the  lever  k ;  from  the  face  of  which  disc,  two  guages  project,  one 
on  each  side  of  the  lever  k :  these  guages  have  set  screws  in  them 
to  regulate  the  distance  the  shaft  shall  be  turned  round  by  the  vi- 
bration of  the  lever  k.  This  disc  is  omitted  in  the  Figs.,  for  the 
simple  reason  that,  it  will  not  effect  what  the  patentee  tells  us,  as 
neither  a  quicker  nor  a  slower  motion  can  be  given  to  the  lever  k, 
than  that  which  it  receives  from  the  grooves  e  e,  of  the  cylinder 
cam  d. 

Figs.  176,  176  and  176^,  represent  an  improved  satinett  loom, 
as  constructed  by  Elijah  Fairman,  of  Stafibrd,  Connecticut ;  and 
for  which  he  obtained  a  patent  in  the  United  States;  bear- 
ing date  the  6th  of  February,  1838.  The  subject  of  Mr.  F's. 
patent  is  in  the  application  of  an  additional  cams,  or  cam,  to 
the  horizontal  treadles  or  levers  shown  in  Fig.  176 ;  which  levers 
it  will  be  seen  have  their  cam  shoes  in  opposite  directions,  the  top 
set  of  shoes  to  the  left  and  the  bottom  set  to  the  right.  Mr.  F.  also 
claims  the  application  of  the  additional  set  of  cords  or  strings  con- 
nected to  the  under  extremities  of  these  upright  treadles  or  levers ; 
which  cords  or  strings  pass  under  a  set  of  pulleys  to  the  left,  as 
shown  in  Fig.  176,  and  are  then  connected  to  the  headles  under- 
neath. 

The  treadles  lie  horizontally,  one  set  near  the  bottom  of  the  loom, 
and  the  other  set  near  the  top.  Each  set  of  treadles  is  supported  at 
their  outer  end  by  two  short  arms  or  bars,  projecting  from  one  of 
the  back  corner  posts  of  the  loom  ;  between  which  the  ends  of  the 
treadles  are  placed  one  upon  another,  and  a  pin  or  bolt  3,  3,  passes 
through  them  and  the  supporting  arms.    The  other  ends  of  the 
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Pig.  175. 


treadles  are  supported  by  short  thin  pieces  of  iron  or  wood,  fieurtened 
to  short  posts  or  studs  in  the  frame,  projecting  out  horizontally,  one 
underneath  each  treadle,  forming  rests  and  slides  for  the  treadles  to 
play  upon.  Each  treadle  has  an  iron  shoe  fastened  to  its  front  edge, 
of  a  triangular  form,  on  which  the  cam  acts  to  give  the  treadles  mo- 
tion. To  the  end  of  each  of  the  upper  treadles  are  attached  two 
cords,  one  of  which  passes  over  one  pulley,  and  the  other  over  ano- 
ther pulley,  suspended  between  two  beadle  rails  at  the  top  of  the 
loom,  and  passing  down,  are  iiEistened  to  the  beadles,  one  near 
each  end. 

To  the  end  of  each  of  the  under  treadles,  is  attached  one  cord, 
which  passes  under  a  pulley  in  the  lower  part  of  the  loom,  and 
coming  up,  is  listened  to  the  under  side  of  the  same  beadle  in  the 
centre.  These  cords  hold  the  beadle  firm  that  it  cannot  move  up 
or  down,  till  moved  by  the  treadle ;  and  when  one  part  of  the  beadles 
is  raised,  the  others  are  held  down,  so  that  the  warp  opens  to  let  the 
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Fig.  176. 


shuttle  pass  fre^.  The  cams  by  which  the  treadles  are  worked 
are  placed  near  the  top  and  bottom  of  an  upright  shaft,  so  as  to 
match  with  the  shoes  of  the  treadles,  and  are  so  arranged  that  when 
an  upper  cam  strikes  the  shoe  of  one  of  the  treadles  to  raise  a 
headle,  the  corresponding  treadle  in  the  lower  set  attached  to  the 
same  headle,  gives  way  to  the  motion,  by  its  shoe  being  drawn  into 
an  appropriate  space  in  the  cylinder  cam ;  and  when  the  upper  cam 
has  passed  the  shoe  of  the  treadle,  the  treadle  is  drawn  back  to  its 
place  again,  by  the  shoe  of  the  under  treadle  being  thrown  out  of 
its  space,  and  pulling  upon  the  headle  cord.  By  these  alternate 
movements  of  the  treadles,  by  the  aid  of  an  additional  cam,  the  ac- 
tion is  made  free  and  easy,  and  the  headles  kept  closely  confined  to 
their  places,  and  made  to  open  wider  and  more  clear,  that  the  shut- 
tle may  pass  without  danger  of  over-shots. 

The  cam  shaft  is  turned  by  means  of  a  bevel  gear  on  the  bottom 
of  the  cylinder  cam,  driven  by  a  pinion  on  the  cam  shaft  (see 

Fig.  irei.) 

Another  method  of  producing  the  same  motions  and  ejecting  the 
same  object,  is  to  have  but  one  set  of  long  double  treadles,  standing 
upright,  extending  from  top  to  bottom  of  the  loom,  and  turning 
upon  a  pin  in  the  centre,  which  passes  through  them,  and  a  short 
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Fig.  176J. 


arm  or  bar  on  each  side,  firmly  attached  to  the  loom,  to  support  the 
treadles,  as  in  Fig.  176. 

The  cams,  such  as  already  described,  are  placed  horizontally  be* 
twcen  two  bars  or  arms  attached  to  the  frame  of  the  loom  at  one 
end,  and  at  the  other  supported  by  a  post  or  posts,  standing  upon 
the  floor.  The  lower  ends  of  the  treadles  have  a  shoe  on  each  side, 
exactly  opposite,  and  stand  directly  between  the  cams.  The  cams 
are  carried  by  a  bevel  gear  and  pinion  similar  to  those  by  which  the 
horizontal  treadles  are  moved ;  the  pinion  being  placed  upon  the 
end  of  the  cam  shaft.  By  the  action  of  the  cams  on  each  side  of 
the  treadles,  they  are  thrown  alternately  one  way  and  the  other, 
giving  the  same  motion  to  their  upper  ends,  but  in  a  contrary  di- 
rection. 

But  as  this  loom  is  nearly  the  same  as  those  in  common  use,  it 
is  not  necessary  to  describe  more  particularly  its  parts ;  reference  to 
the  Figs,  will  suffice : 


Fig.  175,  Perspective  view  of  the  loom. 
A  A  A  A)  The  4  comer  posts  of  the 

frame. 
B,  Breast  beam. 
G,  Cloth  roller,  with  ratehet  wheel, 

D,  Back  whip  roller. 


48 


E,  Yam  beam,  with  heads. 

F,  Dnving  shaft. 

G,  Driving  wheel. 

H,  Lay  arm,  connecting  the  lay  with 

the  crank  wheel  G. 
L  Cam  shaft  wheel. 
J,  The  picker  staff. 
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K,  Cam  shaft.  | 

L.  Headles.  j 

M,  Separate  cams  by  which  the  up- 
per treadles  are  worked,  one  to 
each  treadle.  , 

N,  Lower  treadles.  ^  Each  treadle  has 
an  iron  shoe  on 
which  the   cam  i 
acts.  (See  Fig.  i 

O,  Upper  treadles.  J   176J-.  I 

P  P,  Bars  to  separate  and  support  the  ! 
ends  of  the  treadles,  and  on  which 
the  treadles  slide. 

^^  Posts  to  support  the  headle 
rails,  dec. 

R,  Headle  rails,  between  which  the 
headle  pulleys  are  hung. 

S  S  S,  Headle  pulleys. 

T  T  T,  Headle  cords.  From  each 
upper  treadle  pass  two  cords,  one 
over  each  of  the  top  pulleys,  and 
fastened  to  the  headles  near  each 
end.  From  each  bottom  treadle, 
one  cord,  passing  under  the  under 
pulley  and  fastened  to  the  centre 
of  the  bottom  of  the  headles. 

Fiff.  176,  Represents  the  upright 
double  treadles,  and  the  mode  of 
operation. 

a  a,  Two  arms  or  bars,  attached  to 
the  frame  of  the  loom;  either  to 
the  cross  girt  or  otherwise,  as 
judged  best,  and  supported  by  a 
poet  or  posts,  standing  upon  the 
floor. 

h  hj  Two  arms  attached  to  the  frame, 


between  which  the  treadles  are 
placed  and  are  supported,  and  turn 
upon  a  pin  passmg  through  them 
and  the  arms. 

C',  The  treadles. 

ddd,  The  headle  cords  and  pulleys 
over  which  they  pass. 

e,  The  cylinder  cam,  and  e',  bevel 
ffear  and  pinion,  as  in  Fig.  176^. 

/Upper,  or  6  part  cam,  as  in  Fig. 

ggy  Two  match  wheels  on  the  outer 
ends  of  the  cam  shafts. 

A,  Shoes  on  each  side  of  the  treadles. 

i,  End  of  the  cam  shaft. 

J',  Shoe  on  the  upper  end  of  the  trea- 
dle. Shows  that  the  same  opera- 
tion may  be  had  by  placing  one  of 
the  cams  at  the  top,  and  on  the 
same  side  as  the  one  at  bottom. 

Fig.  17&t,  Represents  the  cylinder 
cam  at  the  bottom  of  the  headle 
cam  shaft,  with  the  bevel  gear,  and 
the  pinion  on  the  cam  shaft ;  and 
the  grooves  on  the  cam  into  which 
the  shoes  of  the  treadle  fall  alter- 
nately, or  are  driven  in  as  the  cor- 
responding treadle  is  thrown  out  to 
raise  the  headle&  It  also  shows 
the  form  of  the  cams  on  the  upper 
end  of  the  shatt,  and  one  of  the 
treadles  as  operated  upon  by  a 
cam ;  the  cam  is  on  its  end  a  l2th 
part  of  a  circle,  and  the  6  are  cast 
m  one  piece,  one  cam  above  ano- 
ther to  match  the  treadles. 


The  connexion  by  cords  from  the  bottom  of  the  headles  to  the 
ends  of  a  series  of  horizontal  or  vertical  levers  is  not  new. 

The  vertical  levers  having  shoes  at  each  end,  on  opposite  sides, 
as  shown  in  Fig.  176,  with  their  mode  of  operation,  will,  no  doubt, 
answer  for  looms  where  a  few  leaves  of  headles  only  are  necessary ; 
but  in  looms  for  weaving  fancy  textures,  where  from  10  to  100 
leaves  are  required,  Mr.  F's.  plan  would  be  utterly  impracticable.  In 
such  looms,  in  order  to  comprise  as  many  leaves  as  possible  in  a 
small  compass,  they  are  made  of  different  depths,  and  their  respec- 
tive shafts  are  arranged  one  tier  above  another,  to  a  sufficient  height 
to  prevent  them  from  touching  when  the  sheds  are  opened.  Thus, 
for  example,  were  a  mounting  to  consist  of  90  leaves,  which  is  not 
uncommon  for  some  of  the  finer  kinds  of  silk  patterns  woven  in 
Spitalfields,  and  were  the  shafts  nmde  about  ^th  of  an  inch  thick, 
the  whole,  by  arranging  them  in  three  tiers  of  thirty  shafts  each, 
might  be  comprised  in  about  the  space  of  6  inches.    In  such  case^ 


Digitized  by  VjOOQIC 


PLAIN   WEAVING.  379 

neither  the  vertical  treadles  or  levers,  shown  in  Fig.  176,  nor  the 
horizontal  treadles,  represented  in  Figs.  176  and  176^,  would  an- 
swer at  aU,  owing  to  the  space  they  would  occupy ;  for  it  would  be 
necessary  to  make  them  sufficiently  thick  to  bear  the  strain  required 
for  opening  the  various  sheds.  European  weavers  always  use  sink- 
ing cords  attached  to  suitable  levers,  in  connexion  with  raising 
cords,  and,  indeed,  they  cannot  do  otherwise  in  the  manufacture  of 
various  kinds  of  tweeled  and  foncy  goods.  For  further  illustration 
of  this  subject,  see  Section  Second. 

An  invention  for  stopping  the  loom  when  the  weft  thread  breaks, 
was  made  the  subject  of  a  patent  by  O.  M.  Stillman,  of  Stonington, 
Conn.,  in  November  1841.  This  improvement  consists  in  making 
the  loom  stop  of  itself  when  the  weft  thread  breaks  or  becomes  ex- 
hausted, by  the  aid  of  a  contrivance  fixed  on  the  breast  beam  near 
its  centre  and  directly  in  front  of  the  lay.  The  loom  represented  in 
the  Figs,  is  of  the  usual  form,  showing  the  stop-thread  motion 
attached :  the  same  letters  of  reference  indicate  similar  parts  in 
the  Figs. 

This  contrivance  consists  of  a  small  iron  plate  e.  Fig.  177,  on 
the  upper  side  of  the  breast  beam,  under  the  cloth  ;  on  the  under 
side  of  the  plate  e,  is  placed  a  slide  s,  the  part  under  the  plate  being 
in  the  form  of  a  staple,  and  extending  back  to  the  square  hole  in 
the  plate,  so  as  to  come  against  the  pin  b,  which  stands  up  in  the 
hook  a  ;  the  other  end  being  a  small  bar  with  a  series  of  pins  or 
teeth. 

A  piece  of  iron  B,  Fig.  178,  is  placed  on  the  under  side  of  the 
breast  beam  below  the  plate  e,  and  is  supported  by  a  bolt  passing 
through  it  into  the  breast  beam,  but  left  sufficiently  loose  on  the 
bolt  to  allow  of  vibration,* 

The  hook  a,  is  attached  to  the  inner  end  of  the  piece  B,  by  a  pin 
on  which  it  works  easy,  so  that  the  hook  a,  may  rise  and  fall.  The 
pin  6,  is  made  fast  in  the  hook  piece  a,  as  shown  in  Fig.  178,  and 
stands  up  near  the  breast  beam,  passing  through  the  hole  in  the 
plate  Cj  as  represented  in  Figs.  178  and  179.  A  small  spring  v, 
fastened  on  the  front  of  the  breast  beam,  presses  the  pin  6,  forward 
against  the  slide  Sy  which  carries  the  small  pins  or  teeth.  A  piece 
of  steel  dy  is  riveted  to  the  side  of  the  iron  B,  making  a  right  angle 
with  it,  and  set  so  as  to  lap  on  the  end  of  the  shipper  k,  which  is 
hung  on  the  under  side  of  the  breast  beam,  and  extends  a  little  be- 


*  It  wotdd  be  difficult  to  apply  this  motion  of  BIr.  Btillman's  to  looms  where 
a  roller  was  used  instead  of  a  breast  beam. 
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Fig.  177,  179  and  179. 


^;^ 


yond  the  vertical  lever  o.  This  lever  o,  is  of  the  ordinary  descrip- 
tion ;  and  it  b  by  it,  through  the  agency  of  the  protecting  pin  p, 
Fig.  179,  striking  against  the  point  A:,  of  the  horizontal  lever  under- 
neath the  breast  beam  that  the  belt  is  shifted  from  the  tight  pulley 
on  to  the  loose  one. 

When  a  thread  of  weft  is  thrown  through  the  shed,  the  reed 
btings  it  up  against  the  teeth  of  the  slide  s  ;  which  teeth  are  also 
brought  up  to  the  cloth,  the  inner  end  of  the  slide  5,  forcing  the 
pin  6,  back  towards  the  breast  beam,  bending  the  spring  v,  and 
raising  the  hook  a,  (Fig.  179)  passes  under  it  without  collision.* 
The  teethj  being  thus  woven  into  the  cloth,  are  held  by  the  thread 
until  the  lay  is  carried  back  and  the  headles  change  position 
by  springing  open  a  new  shed,  the  action  of  which  operation 
raises  the  cloth  sufficiently  to  set  the  pins  free,  when  the  spring 
V  jerks  them  forward  in  the  warp,  ready  to  receive  another 
weft  thread, 

*  The  weft  thread  must  be  strong  enough  to  enable  the  slide  s,  to  overcome 
the  elasticity  of  the  spring  v.  This  we  consider  to  be  a  very  serious  defect ; 
because  the  contrivoftce  could  not  be  used  with  certainty  on  looms  for  weaving 
fine  or  delicate  te.rtitres  on  that  very  axxount,  even  if  U  had  no  other  fmdt. 
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When  there  k  no  weft  thread  to  hold  the  teeth,  they  follow  the 
reed  as  it  moves  forward,  thereby  letting  down  the  hook  a,  in  time 
to  come  in  contact  with  the  permanent  oblique  hook  c,  (Fig.  179) 
against  which  it  slides,  forcing  the  piece  B,  sidewise,  turning  on  its 
bolt,  which  brings  the  steel  piece  cl,  against  the  lever  A;,  driving  it 
back  sufficiently  to  cause  the  other  extremity  behind  the  vertical 
lever  o,  to  stop  the  loom,  as  in  case  of  the  protecting  pin  p,  (Fig.  179) 
striking  it  in  the  ordinary  way.  The  motion  of  the  steel  piece  cl, 
being  circular,  it  slides  on  the  lever  A:,  a  little  as  it  takes  it  back, 
which  brings  the  steel  piece  cl,  before  the  protecting  pin  pj  and  stops 
the  lay  should  its  momentum  carry  it  far  enough  after  the  belt  is 
thrown  off  the  tight,  on  to  the  loose  pulley. 

This  contrivance  might  be  added,  with  considerable  advan- 
tage, to  looms  for  weaving  wide  textures,  where  the  speed  is  only 
38  or  40  picks  of  weft  per  minute;  but  for  looms  of  much 
greater  velocity,  it  would  not  answer  at  all ;  and  this  will  be  evi- 
dent enough  when  we  consider  the  mode  in  which  the  slide  piece  Sj 
carrying  the  pins  or  teeth,  is  acted  upon  by  the  weft  thread  and 
reed.  Indeed,  the  very  rapid  motion  of  some  looms  would  soon  in- 
jure that  part  of  the  reed  which  came  in  contact  with  the  pins  in 
the  slide  piece  s.  We  think  that  the  action  of  the  needles  or  pins 
in  the  slide  s,  in  entering  between  the  threads  of  warp,  would  be 
very  uncertain,  or  hap-hazard.  The  needles  or  pins  should  not 
be  made  sharp  at  their  points,  as  they  would  be  very  apt  to  split 
any  warp  threads  with  which  they  came  in  contact  in  their  ascent ; 
neither  should  they  be  too  blunt,  as  they  would  break  the  threads. 
This  motion  is  not  applicable  to  looms  for  weaving  figured  goods, 
nor  to  those  where  the  cloth  does  not  spring  or  become  elevated  du- 
ring the  process  of  forming  the  shed ;  because  the  pins  could  not 
disengage  themselves  from  the  cloth  in  such  looms.  These  ob- 
stacles, with  many  others  which  we  could  mention,  will  prevent 
Mr.  Stillman's  motion  from  becoming  of  any  great  practical  utility. 

Mr.  William  Thomas  Shallcross,  of  Holt  Town,  near  Manches- 
ter, obtained  a  patent  in  January,  1833,  for  improvements  in  power 
looms.  The  first  part  of  the  improvement  consists,  in  driving  the 
shuttle  with  greater  rapidity,  and  the  second,  in  a  new  mode  of 
working  the  headles  and  taking  up  the  cloth. 

The  patentee  considers,  that  the  construction  of  a  power  loom 
being  well  understood,  it  is  not  necessary  for  him  to  describe  one, 
but  only  to  point  out  those  variations  in  parts  of  the  mechanism 
which  he  claims  as  improvements.  The  contrivance  by  which  the 
first  object  is  to  be  effected,  is  represented  in  his  drawings  in  perspeo- 
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live  upon  a  very  small  scale,  and  it  is  so  indifferently  described  that 
we  can  only  understand,  that,  there  is  a  pinion  which  takes  into  the 
crank  wheel,  and  that  to  a  pin  in  this  wheel  a  connecting  rod  is  at- 
tached, which  is  also  attached  to  a  double  crank.  Then  follows  a  se- 
ries of  other  wheels,  rods  and  cranks  (which  we  have  in  vain  attempt- 
ed  to  link  together,)  and  ultimately  the  movements  thus  obtained, 
drive  the  picker  staff  and  causes  the  shuttle  to  rush  through  the  shed 
with  the  utmost  desperation.  Several  variations  of  the  arrangement 
of  mechanism,  accompany  the  specification,  but  all  are  equally  ob- 
scure :  the  patentee  says,  that  by  these  means  he  renders  a  loom 
^<  less  complicated  than  heretofore^^  and  that  by  it  ^'  labour  and  ma- 
terials are  economized,"  and  that  ^*  the  power  for  driving  the  loom 
will  be  greatly  diminished ;"  all  of  which,  if  true,  we  regret  we  have 
not  been  able  to  discover.  The  other  features  are  rendered  equally 
unintelligible,  by  the  sraallness  of  the  figures,  the  obscurity  of  the  de- 
scription, and  the  absence  of  letters  of  reference  in  many  parts. 
The  inventor  does  not  claim  the  framing  of  the  loom ;  which  in 
our  opinion  is  a  very  great  oversight  on  his  part. 

Thomas  Welch,  of  Manchester,  cotton  spinner,  obtained  a  patent 
in  October,  1833,  for  a  method  of  producing  a  varied  degree  cf 
speed  in  taking  up  the  cloth.  By  the  usual  method,  as  the 
cloth  is  wound  round  the  cloth  roller  every  additional  fold  in- 
creases its  diameter;  so  that  each  succeeding  fold  is  wound  on 
with  a  greater  degree  of  speed  than  the  one  preceding  it,  whereby 
the  texture  of  the  cloth  is  impaired,  and  the  number  of  picks  to 
an  inch  is  lessened.  The  following  is  the  mode  of  applying  Mr. 
Welch's  mvention  to  a  power  loom  : — 

A  block  of  wood  is  provided,  which  the  patentee  calls  a  saddle, 
the  face  of  which  is  hollowed  out,  so  as  partially  to  clasp  the  cloth 
roller,  and  the  greatest  diameter  of  cloth  to  be  rolled  on  at  one  time 
before  cutting  it  out  of  the  loom.  This  saddle  is  connected,  by  a 
joint  pin,  with  the  short  side  arm  of  an  upright  crank  lever,  affixed 
to  the  framing  of  the  loom  ;  from  the  centre  of  this  lever,  a  long 
front  arm  protrudes,  having  a  forked  end  which  guides  an  endless 
strap  or  band  that  passes  over  two  conical  drums  (like  that  marked 
S,  in  Figs.  5  and  6,  Plate  III)  one  of  which  is  on  the  tappet  shaft 
of  the  loom,  its  broadest  end  being  nearest  the  centre  of  the  shaft ; 
the  other  drum  is  on  a  counter  shaft,  near  the  cloth  roller,  its  end 
being  farthest  from  the  centre  of  the  shaft.  Motion  is  communica- 
ted to  this  drum  from  the  drum  on  the  tappet  shaft  by  means  of  the 
endless  band  just  mentioned. 

The  outer  end  of  the  counter  shaft  is  provided  with  a  pinion, 


Digitized  by  VjOOQIC 


PLAIN   WEAVING.  ^  383 

which  driTes  a  series  of  wheels  and  pinions ; — these  commanicate 
motion  to  a  wheel,  fastened  on  the  end  of  the  cloth  roller,  which  is 
thus  caused  to  revolve.  One  of  the  wheels,  and  one  of  the  pinions 
are  provided  with  a  catch  box,  to  which  is  attached  a  spring  lever 
by  which  they  may  be  thrown  in  or  out  of  gear  as  occasion  re- 
quires. 

At  every  succeeding  fold  of  cloth  added  to  the  roller  it  will  gradu- 
ally push  the  short  side  arm  of  the  crank  lever  back,  by  pressing 
against  the  saddle  ;  by  this  means,  the  lever  will  be  turned  partly 
round,  and  its  long  arm  will  cause  the  endless  band  to  traverse  to- 
wards the  pointed  end  of  the  drum  on  the  counter  shaft,  by  which 
means  the  last  mentioned  dnun  will  be  caused  to  revolve  more 
slowly ;  therefore,  slower  motion  will  be  communicated  to  the  cloth 
roller,  by  the  wheels  and  pinions,  but  the  cloth  (says  the  patentee) 
will  be  wound  on  with  the  same  degree  of  speed  as  at  first,  owing 
to  the  increase!!  diameter  of  the  cloth  beam. 

In  order  to  insure  steadiness  of  action,  when  applying  this  inven- 
tion to  the  taking-up  of  the  cloth,  having  a  large  number  of  picks 
to  the  inch,  the  patentee  adopts  the  following  arrangement  of  parts : 

From  the  back  of  the  saddle,  a  fiat  bar  of  iron  extends,  and  is 
formed  into  a  rack ; — this  bar  travels  in  an  eye,  attached  to  the 
centre  of  a  bar,  one  end  of  which  is  fastened  to  the  breast  beam  of 
the  loom,  and  the  other  end  extends  out,  and  forms  a  support  for  an 
upright  axle.  To  the  upper  part  of  this  axle,  is  fisistened  a  small 
spur  wheel,  which  is  worked  by  the  rack  before  mentioned  ;  and  to 
the  lower  part  of*  this  axle,  is  fastened  a  large  spur  wheel,  which 
works  a  rack,  provided  with  a  pair  of  prongs ; — these  prongs  act  on 
the  endless  bands. 

The  saddle  is  kept  in  contact  with  the  cloth  roller,  by  means  of  a 
spring,  and  the  other  parts  remain  the  same  as  before ;  the  motion 
of  the  cloth  roller  being  varied  by  the  traversing  of  the  endless 
bands.  The  following  is  the  mode  of  applying  this  contrivance  to 
a  hand  loom : — 

The  saddle,  upright  crank  lever,  and  its  arms,  as  well  as  the  pin- 
ions and  wheels  which  turn  the  cloth  roller,  are  the  same  as  in  the 
first  instance,  with  the  exception  of  the  catch  box  and  spring  lever, 
which  are  removed  for  the  reason  hereafter  explained. 

The  drum,  which  was  before  on  the  tappet  shaft,  is  now  fastened 
on  a  crank  shaft,  having  two  cranks,  and  is  steadied  in  its  revolu- 
tions by  a  fiy  wheel,  at  one  or  both  ends.  This  shaft  is  turned  by 
two  crank  arms,  extending  firom  the  lay  to  the  crank,  and  it  com- 
municates motion,  by  means  of  an  endless  band  (and  two  stout 
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Irishmeii)  to  the  other  drum,  which  is  fiistened  od  a  -coanter  shaft, 
the  endless  band  being  caused  to  traverse  by  the  long  arm  €(  the 
lever,  in  (he  manner  above  described. 

The  patentee  says,  in  coDduding  his  specification,  that  ''when 
the  lay  ceases  its  vibrations  the  whole  must  stop ;  therefore,  the 
catch  box  and  spring  lever,  for  throwing  the  wheels  and  pinions 
out  of  gear,  in  order  to  stop  the  cloth  rdler,  are  useless ;"  to  which  we 
respond,  yawl  yaw ! !  yaw  ! ! !  That  the  machinery  of  a  com- 
mon power  loom  should  continue  its  regular  evolutions  after  the 
lay  ceases  to  vibrate,  is,  indeed  a  mysterious  affair;  and  is  well 
worthy  the  attention  of  the  learned.  The  looms  represented  ai 
Figs.  161,  162,  163  and  164  will  accomplish  the  object  of  this 
patent  vhtik  much  greater  precision  and  simf^city ;  to  which  Figs, 
the  reader  is  referred. 

The  cone  drums,  applied  to  looms  for  taking  up  the  cloth  in  the 
way  claimed  by  Mr.  Welch,  is  an  old  German  idea,  and  is  not  worth 
a  stiver. 

Thomas  MeUowdew,  of  Walshaw  Cottage,  Oldham,  Lancastei^ 
mechanic,  obtained  a  patent  in  May,  1838,  for  improvements  in 
looms ;  which  improvements  consist  in  certain  machinery  to  be 
attached  to  looms  for  weaving  various  kinds  of  cloth ;  and  set  in 
motiim  by  the  pull,  atrain,  or  jerk  given  to  the  warp  threads 
by  the  blow  of  the  reed  in  heating  up  the  weft;  and  which 
produces  by  its  action  a  regular,  corresponding,  and  sufficient  de- 
livery from  the  warp4)eam,  and  taking  up  of  the  cloth  on  the  cloth- 
roller  so  long  as  there  is  weft-thread  added ;  but  which  delivery  and 
taking  up  cease,  in  case  of  the  breaking  or  non-delivery  of  the  weft, 
or  shortly  afterwards,  in  consequence  of  the  reed  on  being  at  such 
times  struck  up,  meeting  with  a  diminished  resistance,  inadequate 
to  cause  a  sufficient  pull,  strain,  or  jerk  upon  the  warp  threads,  to 
produce  the  effect  required,  although  the  general  evolutions  of  the 
loom  continue. 

We  need  not  here  recapitulate  the  immense  long  yam  given  by 
the  patentee,  as  explanatory  of  his  invention,  as  all  that  it  effects 
may  be  accomplished  by  the  loom  represented  in  Fig.  1 71,  by  that 
shown  at  Figs.  165, 166,  167  and  168,  or  by  that  at  Fig.  169 ; 
either  of  which  looms  is  fiir  superior  (both  as  regards  working  and 
simplicity  of  construction)  to  Mr.  Mellowdew's,  as  any  manu£Eu:tu- 
rer  pretonding  to  a  knowledge  of  such  subjects  will  at  once  per- 
ceive. In  summing  up  his  specification,  Mr.  Mellowdew  says, 
"  what  I  claim  as  my  invention,  is  the  causing  the  pull  or  strain 
upon,  or  jerk  of  the  warp-threads,  occasioned  by  the  blow  of  the 
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reed  in  beating  up  the  weft  when  sufficient  resistance  has  been  pre- 
sented to  it  by  the  supply  of  the  weft  from  the  shuttle  to  produce, 
by  means  of  a  vibrating  carrying  roller,  (whip-roller)  supported  on 
vibrating  levers,  and  acted  upon  by  the  jerk  of  the  warp  with  the 
other  machinery  herein  described,  when  attached  to  looms  for  weav- 
ing various  kinds  of  cloth,  a  regular  corresponding,  and  sufficient 
delivery  of  yarn  from  the  warp-beam,  and  taking  up  of  cloth  on 
the  cloth  roUer,  so  long  as  the  proportionate  filling  up  of  the  weft 
continues,  but  which  delivery  and  taking  up  will  cease  in  case  of 
the  breaking  or  non-delivery  of  the  weft,  or  shortly  afterwards,  in 
consequence  of  the  reed,  on  being  struck  up,  meeting  with  a  dimin- 
ished and  inadequate  resistance,  and,  therefore,  causing  a  diminish- 
ed puU,  strain,  or  jerk."  All  this,  as  we  before  observed,  may  be  ef- 
fected with  the  modification  of  Mr.  Stone's  loom,  shown  at  Fig.  171 ; 
and  which  modification  was  made  the  subject  of  a  patent  in  the 
United  States,  as  formerly  stated,  23d  November,  1837,  about  six 
months  prior  to  the  date  of  Mr.  MellowdeVs  patent.* 

We  might  here  give  accounts  of  some  60  or  60  other  contrivan- 
ces which  have  been  made  the  subjects  of  patents  in  Great  Britain, 
France,  Belgium  and  America,  for  several  years  past,  for  governing 
the  delivery  of  the  warp  and  the  taking  up  of  the  cloth  in  common 
power  looms ;  but  none  of  which  contrivances  are  at  all  equal  in 
point  of  practical  utility  or  simplicity  to  those  shown  at  Figs.  165, 
166, 167,  168, 169,  170  and  171.  For  weaving  delicate  textures, 
such  as  gauze,  light  silk  stuffs,  &c.  positive  take  up  motions  (in 
connexion  with  a  motion  to  stop  the  loom  when  the  weft  thread 
breaks  or  becomes  expended  on  the  cop  or  bobbin)  must  be  used 
instead  of  the  vibrating  reed ;  we  shall,  therefore,  dose  this  part  of 
our  subject  by  referring  the  reader  to  Section  Twelfth. 

•  Whenever  a  patentee  intends  fraud  or  concealment,  he  findt  it  most 
easily  accomplished  by  drawing  out  a  long  and  intricate  specification ;  de- 
scribing in  a  manner  as  minute  and  circumlocutory  as  possible  hundreds  of 
well-known  parts,  and  summing  up  his  claims  in  so  ambiguous  a  manner  as 
to  defy  all  the  powers  of  human  penetration  to  discover  their  meaning.  Such 
*  *  *  specifications  afibrd  to  the  designing  an  ample  pretence,  and  an 
efi*ectual  cover  for  private  injustice  and  professional  rapacity.  We  could 
name  instances  were  we  disposed  to  be  personal. 

49 
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SECTION  ELEVENTH. 


FANCY   WEAVINa 

**  The  wise  and  prudent  conquer  difficultiefl 
By  daring  to  attempt  them.    Sloth  and  foUy 
Shiver  and  shrink  at  eight  or  toil  and  danger 
And  make  the  impoesibility  they  fear."*  Rows. 

By  the  term  fancy  weatnng  we  mean  the  weaving  of  those  amall 
patterns  which  are  produced  in  looms  mounted  with  leaves  of  bea- 
dles ;  and  of  which  we  have  already  given  sufficient  exfdanation  in 
Sections  Second  and  Third. 

For  a  complete  description  of  the  method  of  weaving  figured  pat- 
terns of  unlitniied  extent^  by  power^  see  next  Section.  In  the  pro- 
sent  section  we  shall  confine  our  remarks  to  those  looms  for  weav- 
ing foncy  textures  which  we  consider  to  be  of  most  practical  utility, 
with  such  other  information  as  has  a  direct  bearing  on  the  subject ; 
and,  in  the  outset,  it  may,  perhaps,  not  be  amiss  to  offer  a  few  ob- 
servations on  fimcy  textures  in  general. 

The  smaller  mountings,  with  leaves  of  beadles,  produce  but  a 
very  limited  variety  of  patterns,  commonly  a  small  diamond  or  lo- 
zenge figure,  with  a  dot  or  speck  in  the  centre,  which  gives  it  the 
resemblance  of  an  eye :  hence  these  figures  are  generally  denomina- 
ted bird-eye  patterns.  When  the  mountings,  however,  extend  to 
eight  leaves  and  upwards,  they  admit  of  considerable  diversity  in 
flushing,  tweeling,  and  plain  texture,  deviating  from  the  formal 
figures  of  the  bird>eye,  and  which  now  assume  the  appearance  of 
what  18  called  lined  work. 

The  draught  of  lined  work  patterns  may  be  considerably  diversi- 
fied by  dividing  the  leaves  into  two  equal  portions,  and  drawing  a 
few  sets  of  the  diamond  draught  on  each  portion,  alternately.  This 
arrangement  throws  the  group  of  small  figures  produced  by  each 
set  of  leaves,  into  alternate  squares,  somewhat  resembling  the  dam- 
board  pattern,  shown  at  Fig.  36,  Section  Second.  It  \a  customary, 
however,  to  introduce  an  odd  leaf  into  these  mountings,  immediately 
between  the  divisions,  which  serves  as  a  point  leaf  to  both  sets. 

Any  number  of  concentric  figures  may  be  formed,  by  repeating 


Digitized  by  VjOOQIC 


FANCY    WEAVING.  387 

the  draught  several  times  over  the  leaves  in  one  direction,  and  re- 
turning in  the  contrary  direction  as  often-  so  that  should  the 
draught  diverge  from  the  centre  of  the  cloth  toward  each  selvage, 
and  the  treading  continue  to  the  same  extent,  the  pattern  would 
be  one  great  figure,  composed  of  concentric  squares,  whose  dimen- 
sions and  variety  would  depend  on  the  number  of  leaves,  and  the  ar- 
rangement of  the  raising  cords, 

Tweeled  and  plain  textures. — For  patterns  of  this  kind,  the 
mountings  will  consist  of  one  set  of  plain,  and  one  set  of  tweeling 
leaves,  and  the  raising  and  sinking  cords  of  the  plain  mounting  are 
tied  alternately  on  the  tweeling  treadles.  It  must  be  observed, 
however,  that  in  all  mountings  which  have  an  odd  number  of  tweel- 
ing leaves,  double  the  number  of  treadles  are  requisite,  in  order  to 
make  the  plain  sheds  alternate  without  interruption. 

All  tweeled  stripes,  which  have  an  even  number  of  tweeling 
leaves,  are  woven  with  one  set  of  tweeling  treadles,  as  the  sheds  of 
the  plain  parts  can  then  be  made  alternate  without  any  inter- 
ruption. 

Where  the  pattern  will  permit,  the  greater  portion  of  the  tweeling 
leaves  should  be  sunk,  and  therefore,  the  weft  wiQ  appear  to  most 
advantage  on  the  upper  side  of  the  cloth  while  in  the  loom.  Besides 
this  advantage,  the  strain  on  the  machinery  will  not  be  near  so 
great,  in  raising  the  smaller  portion  of  leaves. 

Sometimes  the  draught  of  a  tweeled  stripe  is  made  in  the  dia- 
mond form,  and  the  pattern  produced  is  commonly  called  a  dart 
stripe,  or  herring  bone. 

When  a  web  is  to  be  tweeled  across,  in  order  to  form  checks  or 
the  borders  of  handkerchiefs,  the  same  number  of  leaves  must  be 
employed  for  the  ground  that  are  requisite  for  the  tweeled  stripe. 
Thus,  to  convert  a  four  leafed  tweel  stripe  into  a  check,  the  com- 
mon mounting  of  four  leaves,  will  produce  a  similar  tweel  across 
the  web.  But  should  the  stripe  be  woven  in  a  six  or  eight  leafed 
tweel  mounting,  the  plain  parts  must  also  be  drawn  on  six  or  eight 
leaves,  and  each  leaf  is  cotdei  so  as  to  rise  and  sink  alternately  in 
the  plain  parts,  but  to  produce  the  tweel  in  the  check.  Hence  it 
will  appear,  that  a  stripe  with  an  odd  number  of  tweeling  leaves 
will  not  admit  of  a  similar  tweel  for  the  crossing  or  check,  as  the 
ground  leaves  must  always  be  divided  into  equal  portions  in  weav- 
ing the  plain  parts. 

Any  tweel  of  an  even  number  of  leaves  may  be  converted  into 
stripes  and  checks ;  and  if  the  stripe  be  formed  into  a  dart  or  her- 
ring bone,  the  plain  may  be  woven  by  a  single  over  and  over 
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draught,  and  converted  into  a  check  the  same  as  the  stripe,  by  work- 
ing over  the  treadles  in  one  direction  for  half  of  the  cross  stripe, 
and  reversing  the  order  of  treading  for  the  other. 

Gauze,  veining,  purles,  spidering,  &c.  are  also  variously  combined 
with  several  of  the  other  branches  of  &ncy  weaving,  and  produce 
some  of  the  most  beautiful  and  delicate  patterns  in  the  Mk  and 
cotton  manufactures.  To  obtain  a  knowledge  of  gauze,  veining, 
spidering,  d&c.  the  reader  must  consult  Section  Fourth. 

It  must  be  observed,  however,  that  when  gauze  and  plain  are 
woven  in  alternate  stripes,  those  parts  of  the  reed  which  are  occu- 
pied by  the  plains  will  be  fiill ;  but  in  the  gauze  spaces,  a  dentful 
of  the  warp  passes  through  every  second  interval  only ;  ccmsequently, 
the  set  of  reed  in  the  former,  will,  in  general,  be  double  of  that  in 
the  latter.  And  hence,  when  additional  weft  is  thrown  in,  the  plain 
texture  will  make  a  pretty  bold  contrast  to  the  light  transparent 
fobric  of  the  gauze. 

As  the  warp  of  gauze,  when  converted  into  plain  texture,  produ- 
ces but  a  very  thin  or  flimsy  fiibric,  it  is  necessary  to  introduce  ad- 
ditional warp  as  well  as  weft  into  those  parts  which  are  woven 
plain,  which,  one  being  flushed  above,  and  the  other  below,  the 
gauze  spaces,  are  afterwards  cut  away.  A  dentful  of  this  additional 
warp  is  taken  into  the  reed  alternately  with  a  dentful  of  the  gauze ; 
so  that  the  former,  as  noticed  above,  is  exactly  double  the  set  of  the 
latter. 

This  method  of  forming  patterns  with  gauze  and  cambric,  like 
some  of  the  other  branches  of  fancy  weaving,  may  be  extended  to 
all  the  varieties  of  a  diaper  mounting  (see  Domic  and  Diaper,  page 
112,  Section  Second :)  for  any  draught  of  the  latter  may  be  adapt- 
ed to  the  former,  merely  by  substituting  one  set  of  gauze,  and  one 
of  plain  leaves,  for  each  set  of  the  tweel,  and  varying  the  succession 
of  the  draught  and  treading  accordingly. 

Tt  is  not  customary  for  the  manufacturer  to  annex  the  plans  of 
cording  to  these  compound  draughts ;  neither  is  it  always  necessary, 
particularly  in  extensive  business,  to  represent  in  the  draught  every 
leaf  which  is  requisite  in  the  mounting.  All  that  is  commonly  re- 
quired in  the  draught  is,  to  point  out  to  the  headle-maker,  the  quan- 
tity and  arrangement  of  each  kind  of  the  warp  in  one  set  of  the  pat- 
tern, with  the  number  of  times  the  pattern  is  to  be  repeated ;  and  to 
the  weaver,  the  order  of  succession  in  which  these  several  warps  are 
to  be  drawn  into  their  respective  mountings ;  each  being  supposed 
to  understand  his  own  department  of  the  business. 

The  first  loom  to  which  we  shall  turn  our  attention  in  this  Sec* 
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doo,  18  the  invention  of  Mr.  Charles  Fletcher,  an  ingenious  me- 
chanic, of  Stroud,  county  of  Gloucester ;  and  for  which  he  obtained 
a  patent  in  March,  1S3S.  This  loom,  being  of  vertical  construc- 
tion, differs  very  much  from  those  described  in  Section  Tenth ;  and 
although  it  is  not,  in  some  respects,  calculated  for  weaving  fancy 
textures,  we  think  it  may,  without  impropriety,  be  explained  in  the 
present  section. 

The  invention  consists,  firstly,  in  a  peculiar  arrangement  or  dis- 
position of  mechanism,  for  the  purpose  of  weaving  woollen  goods ; 
and  secondly,  in  the  introduction  of  certain  new  parts  or  pieces  of 
mechanism  into  looms  in  general,  by  means  of  which  considerable 
advantage,  as  to  speed  and  uniformity  of  work,  is  obtained,  especi- 
ally as  regards  the  weaving  of  woollen  cloths. 

By  these  improvements,  Mr.  Fletcher  assures  us  he  is  enabled  to 
weave  better  cloth  by  power  than  has  hitherto  been  accomplished 
by  hand,  the  cloth  being  much  firmer^  and  the  mechanism  afford- 
ing the  capabihty  of  making  more  ^'  picks''  per  minute,  and  causing 
less  breaking  of  the  warp  threads,  thereby  producing  a  fabric  of 
better  quality^  and  in  greater  qtmntity,  in  a  given  time. 

In  this  loom  the  yarn  beam  is  situated  at  the  bottom  of  the  fram- 
ing, and  the  cloth  roller  is  placed  at  the  top  (as  in  E.  K.  Arphaxad's 
great  weaving  engine,  pages  20  to  37,  of  the  Introduction.)  The 
warp  threads  proceed  through  the  headles  in  vertical  positions,  while 
the  headles  are  moved  to  and  fro  horizontally.  The  lay  is  made  to 
rise  and  fall  vertically  by  the  action  of  suitable  cams  and  levers,  and 
is  impelled  upwards  by  the  momentum  of  a  falling  weight,  or 
weights,  which  can  be  so  regulated  and  adjusted  as  to  increase  or  di- 
minish the  blow,  as  may,  under  circumstances,  be  found  desirable. 
This  part  of  the  mechanism  is  also  furnished  with  suitable  elastic 
regulating  stops  for  the  rising  lay  to  strike  against  at  the  moment 
that  the  reed  is  beating  up  the  weft,  and  by  the  elasticity  of  these 
regulating  stops,  the  sudden  concussion  of  the  lay,  and  consequent 
strain  upon  the  warp  threads,  is  immediately  relieved  ;  whilst  the 
blow  being  caused  by  a  descending  weight  mounted  upon  the  end 
of  a  lever  attached  to  the  cam  shaft,  any  degree  of  impulse  can  be 
given  to  the  lay  without  causing  an  undue  strain  upon  the  warp 
threads,  and  with  much  greater  effect  upon  the  cloth  than  can  be 
obtained  by  the  best  hand  weaving. 

In  order  to  illustrate  Mr.  Fletcher's  improvements  in  the  construc- 
tion of  looms,  and  that  they  may  be  more  definitely  explained,  we 
have  drawn  the  figures  on  an  enlarged  scale,  which  will  enable  the 
reader  better  to  comprehend  the  novel  features  of  the  machine. 
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Fig.  180,  is  a  side  view  of  the  loom ;  Fig.  181,  a  plan  iriew ; 
Fig.  182,  a  back  view  ;  and  Fig.  183,  a  sectioQ,  taken  through  the 
middle  of  the  machine,  showing  the  position  of  the  warp  and  the 
apparatus  for  working  the  headles. 

The  side  frames,  in  which  the  ordinary  parts  of  the  loom  are 
mounted,  are  represented  at  a  a  a  a,  being  connected  by  traverses  or 
rods  bb.  c,  is  the  yarn  beam  or  roller  (see  Fig.  183)  upon  which 
the  warp  ddjis  wound.  The  warp  threads  proceed  from  the  yam 
beam  through  the  headles  e  e,  which  slide  horizontally  in  bearings 
//,  affixed  to  the  frame  a  a,  on  each  side. 

It  will  be  seen  that  the  cloth,  as  it  is  produced  by  the  weaving, 
proceeds  over  the  breast  beam  ^',  (Fig.  183)  to  the  cloth  roller  A,  at 
the  top  of  the  loom. 

The  shuttle  boxes  are  shown  at  f  i,  (Figs.  181  and  182)  secured 
fast  to  the  sides  of  the  frame  a  a,  and  are  quite  free  from,  and  in- 
dependent of  the  lay  or  reed. 

Upon  the  main  driving  shaft  k,  the  strap  pulley  I  (Figs  180,  181 
and  182)  is  thrown  into  gear  with  the  driving  pinion  m,  by  means 
of  the  setting-on  rod  n  n  ;  and  the  pinion  nij  being  geared  with  the 
toothed  wheel  o,  which  is  fast  upon  the  cam  shaft  p  p,  the  toothed 
wheels  q  q  (Figs.  181  and  183)  are  actuated.    The  larger  of  these 
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Fig.  181. 


Fig.  182. 
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wheels  q,  is  keyed  fest  upon  the  tappet  shaft  r  r,  upon  which  the 
the  tappets  or  cams  sss,  are  also  mounted  ;  thus  it  will  be  seen, 
that  as  this  tappet  shaft  rr,  revolves,  the  tappets  sss,  will  succes- 
sively actuate  the  treadle  levers  t  ij  and  divide  the  warp  threads  by 
shedding  the  beadles  at  proper  intervals  for  the  passage  of  the  shut- 
tle mu  (Pig.  ISl.)  The  shuttle  is  projected  across  the  loom  by 
means  of  the  picker  stick  v,  which  is  suddenly  actuated  by  the 
spring  Wf  causing  the  roller  (see  Fig.  ISl)  upon  the  end  of  the  short 
lever  jr,  to  escape  the  step  or  fall  cut  upon  the  scroll  cam  y,  keyed 
fast  upon  the  cam  shaft  pp. 

It  will  be  seen  that  there  is  one  of  these  scroll  cams  at  each  end 
of  the  cam  shaft,  having  the  step  or  fall  cut  in  opposite  points  of 
their  peripheries,  in  order  to  effect  the  projection  of  the  shuttle  from 
each  side  of  the  loom  alternately,  which  will  be  readily  understood 
by  persons  conversant  with  the  ordinary  evolutions  of  power  looms. 

The  extreme  end  of  the  picking  stick  v,  bears  against  the  Gliding 
piece  Zj  and  exactly  at  the  point  opposite  the  centre  line  or  point  of 
the  shuttle,  so  that  the  shuttle  will  thus  receive  a  blow  in  a  direct 
line  through  the  shed,  instead  of  being  liable  to  that  uncertain 
course  sometimes  produced  when  the  slide  piece  z,  is  attached  to  the 
picking  stick  by  a  cord.  Near  the  end  of  the  picking  stick  is  at- 
tached a  Unk  1  (see  Fig.  181)  connected  to  the  lever  2,  fiist  uprai 
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the  upper  end  of  the  vertical  rod  3 ;  which  lever  2,  is  placed  in  an 
opposite  direction  to  the  lever  x^  fast  at  the  lower  end  of  this  rod. 
By  these  means  the  picking  stick  is  suitably  actuated  by  the  rota- 
tion of  the  scroll  cam  y :  the  vertical  rod  3,  is  abo  visible  in  Figs. 

180  and  182. 

The  sudden  rise  of  the  lay  j,  and  the  necessary  sharp  blow  which 
is  desirable  to  beat  up  the  cloth,  as  each  weft  thread  is  put  in,  is  ef- 
fected by  the  cams  4, 4,  which  are  fast  upon  the  shaft  pp,  and  con- 
sequently revolve  with  it,  actuating  the  lever  6,  &8t  upon  the  cross 
shaft  6,  and  allowing  this  lever  to  escape  or  fall  past  the  straight 
side  of  the  cam,  as  will  be  clearly  seen  in  Fig.  183,  where  the  lever 
5,  is  shown  just  upon  the  point  of  escaping  the  cam  b,  and  is  drawn 
in  dotted  lines  in  the  same  figure  as  having  escaped  this  point. 

By  the  momentum  of  the  foiling  weights  7, 7,  at  the  ends  of  the 
levers  8,  8,  (fast  upon  the  cross  shaft  6,  to  in  Fig.  183)  the  levers 
ffg,  (also  made  fiist  upon  the  shaft  pp,)  are  made  to  rise,  and  as 
the  frames  10, 10,  carrying  the  lay  j^  are  attached  to  the  extreme 
ends  of  these  levers  gg,  the  lay  (see  Figs.  181  and  183)  will  im- 
mediately ascend  with  a  sharp  quick  stroke,  and  thus  perform  the 
beating  up  of  the  weft  thread. 

It  will  be  seen  that  these  frames  10, 10,  (as  there  is  one  to  carry 
each  end  of  the  lay)  are  provided  with  adjustable  stop  pieces  or  set 
screws  11,  (see  Figs.  180  and  183)  so  that  the  stroke  of  the  lay  or  de- 
gree of  impetus  may  be  varied  to  suit  the  kind  of  texture  to  be  pro- 
duced. As  the  lay  ascends,  all  the  strain  upon  the  warp  threads  is  ob- 
viated by  means  of  the  india  rubber  or  other  elastic  bed  12,  (see  Figs. 

181  and  183)  with  whi^h  each  side  of  the  loom  ib  provided,  for  the 
purpose  of  giving  a  slight  rebound  to  the  lay,  as  the  stops  11,  strike 
against  the  bed  12,  and  thus  preventing  any  possibility  of  breaking 
the  warps  in  consequence  of  the  sharpness  of  the  blow  given  by 
the  lay.  It  will  also  be  perceived  that  the  degree  of  impetus  given 
to  the  lay  may  likewise  be  adjusted  by  sliding  the  weights  7,  upon 
the  levers  8,  8,  as  occasion  may  require. 

As  the  blow  of  the  lay  against  the  weft  thread  is  quke  sufficient 
to  cause  the  yarn  beam  to  give  out  the  quantity  of  warp  required, 
consequently,  the  takiug-up  motion  which  is  usually  attached  to 
power  looms  may  be  dispensed  with,  merely  keeping  the  whde  in 
proper  tension  by  means  of  the  friction  band  or  weighted  cord  13, 
conducted  over  suitable  tension  pulleys  14, 14,  and  round  the  drums 
at  the  ends  of  the  warp  and  cloib  roUeri  (see  Fig.  180.) 

In  case  the  shuttle  should  not  enter  the  shuttle  box  at  every 
stroke  of  the  picking  stick,  the  notched  lever  15,  will  catch  upon 
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the  tooth  or  nib  16,  (see  Figs.  180  and  181)  upon  the  k}'  as  it  rises, 
and  thereby  raise  the  lever  17,  and  by  the  agency  of  the  rod  IS, 
lift  the  hand  lever  19,  ofi  the  pin  fixed  in  the  side  of  the  setting-on 
rod  n  n,  which  will  cause  the  spring  20,  (see  Pig.  180)  to  throw  the 
driving  pulley  /,  (see  Fig.  181)  out  of  gear  with  the  pinion  m,  and 
thus  the  loom  will  be  stopped. 

The  most  curious  feature  in  Mr.  Fletcher^s  loom  is,  in  having  the 
shuttle  boxes  detached  from  the  /ay,  and  fired  or  made  station- 
art/  upon  the  framing  of  the  loom,  or  outside  the  loom^  so  that 
when  the  warps  are  divided,  the  bloto  from  the  picker  staff  can 
instatttaneously  be  given  to  the  shuttle,  which  is  at  rest,  and  as 
such  blow  miy  thus  be  given  in  a  direct  line  with  the  points  or 
centre  of  the  shuttle,  the  shuttle  loill  be  impelled  through  the 
warps  in  a  straight  undeviating  line,  instead  of  being  liable  to 
that  zigzag  course  so  frequent  in  common  power  loams,  caused 
by  the  direct  impetus  given  to  one  side  of  the  shuttle,  and  while 
it  is  in  a  state  of  constant  motion  with  the  vibration  of  ihe 
lay,  thus  frequently  throwing  the  shuttle  out  of  its  direct  course, 
causing  it  to  break  through  the  warps  and  fly  out  of  the  loom. 

This  machine  is  highly  creditable  to  the  mechanical  skill  of 
the  inventor;  and  although  the  idea  of  placing  the  warp  verti- 
cally in  a  power  loom  did  not  originate  with  Mr.  Fletcher,  yet 
we  think  his  method  of  effecting  this  object  is  decidedly  the  most 
practical  for  the  manu&cture  of  plain  textures  of  any  hitherto  in- 
troduced: it  admits,  however,  of  still  further  improvement,  and 
might,  in  skillful  hands,  be  turned  to  good  account. 

The  working  of  a  aeries  of  shuttle  boxes  disconnected  from  the 
lay  and  fixed  on  the  framing  of  the  machine,  or  outside  of  it,  is  not 
new,  it  having  been  introduced,  from  Persia,  into  France,  about  16 
years  ago,  by  M.  Eugene  Gigot,  an  antiquarian,  of  Mulhausen ; 
and  since  then  various  modifications  of  it  have  been  patented  in 
Great  Britain  and  America.  Messrs.  John  and  Arch'd  Reid,  of 
Glasgow,  adapted  the  detached  shuttle  boxes  to  their  vertical  power 
loom ;  for  which  loom  they  obtained  a  patent  in  1836.  In  France, 
the  detached  shuttle  boxes  have  received  the  cognomen  of  the 
"squirrel  cage."  It  would  appear,  from  the  oration. delivered  before 
the  Median  monarch.  King  Deioces  (see  Introduction)  that  Ar- 
phaxad  was  well  acquainted  with  the  principle  of  the  rotary  de- 
tached shuttle  boxes,  and  those  procured,  in  the  East,  by  M.  Gigot, 
are  doubtless  of  the  invention  of  that  ancient  and  ingenious  manu- 
facturer. 

Mr.  Fletcher's  shuttle  motion,  shown  in  Fig.  181,  is  a  very  pow- 
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erful  one ;  and  we  think  it  might  be  used  with  advantage  on  looms 
for  weaving  wide  textures. 

Messrs.  John  Rarasbottom  and  Richard  HoU,  of  Tbdroorden, 
Lancashire,  obtained  a  patent  in  July,  1834,  for  certain  improve- 
ments in  the  construction  of  power  looms,  by  which  two  pieces  of 
cloth  may  be  produced  at  once.  In  their  loom,  the  warp-threads  are 
placed  vertically  in  two  ranges,  one  range  extending  from  a  yarn 
beam  below  to  the  cloth  roller  at  top  in  the  front  of  the  loom,  and  the 
other  range  extending  similariy  at  the  back  of  the  loom.  The  pa- 
tent for  this  machine  was  purchased  by  Messrs.  Cousins,  Diggles 
&  Co.,  manufacturers  and  machinists,  Bury,  Lancashire,  (where  we 
saw  the  loom,)  for  the  sum  of  £200,  sterling.  After  a  short  trial,  it 
was  found  not  to  answer  the  expectations  of  the  purchasers,  where- 
upon they  returned  it  to  its  original  owners.  This  same  company 
paid  us  a  handsome  sum,  in  the  year  1836,  for  an  improvement  upon 
a  power  loom  for  weaving  muslin,  and  other  light  textures ;  which, 
we  are  happy  to  say  has  met  their  most  sanguine  anticipations :  we 
sold  the  Scotch  and  French  patents  for  the  same  invention  to  John 
Chanter,  Esq.,  of  Stamford  st,  Blackfriars,  London. 

George  Clarke,  of  Manchester,  manufacturer,  obtained  a  patent 
in  January,  1840,  for  improvements  in  the  construction  of  looms, 
by  means  of  which  patterns  of  considerable  extent  may  be  pro- 
duced on  the  cloth.  This  invention  may  be  said  to  consist,  firstly, 
in  a  peculiar  arrangement  of  mechanism,  forming  an  endless  and 
flexible  rack  of  teeth  or  tappets,  to  be  employed  in  looms,  in  place 
of  the  ordinary  revolving  tappet-plates  or  wheels ;  and  secondly,  in 
the  application  and  use  of  such  apparatus,  in  combination  with  cer- 
tain other  arrangements  of  mechanism. 

The  vaiiety  of  patterns  is  obtained  by  a  greater  extent  of  opera- 
tions being  afforded  to  such  working  parts  of  the  loom  as  are  re- 
quired to  shift  the  headles,  for  shedding  the  warps,  in  order  to  work 
or  produce  the  pattern  or  figure,  vnihout  the  assistance  of  the  Jac- 
quard  machine. 

This  mechanism,  which  may  be  readily  applied  to  fancy  looms, 
b  so  constructed,  that  a  great  variety  of  shifts,  changes,  or  "  num- 
bers to  the  round,"  may  be  accomplished,  before  it  becomes  necessa- 
y  to  repeat  the  order  of  shedding  or  recommencing  the  same  pat- 
tern or  figure,  by  renewing  the  "  round"  (as  it  is  termed  by  the 
weaver)  and  any  required  alteration  in  the  figure  to  be  produced, 
may  be  made  with  facility  and  speed ;  that  is,  the  "  reading  on"  of 
the  tappets  or  teeth  may  be  varied  to  a  much  greater  extent,  than 
can  be  commonly  done  by  the  ordinary  ttfppet  wheels. 
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It  should  here  bo  remarked,  that  endlees  chains  or  ladders  have 
been  heretofore  employed,  for  the  purpose  of  changing  or  shedding 
the  warps,  but  they  are  constructed  so  as  to  carry  rollers,  revolving 
on  certain  bars,  as  their  axles,  and  adjustable,  longitudinally  in  their 
situation  thereon  ;  which  rollers  act  upon  certain  vertical  levers,  and 
thereby  effect  the  shedding  of  the  warps. 

But  Mr.  Clarke's  flexible  tappet  rack,  is  formed  by  simply  provi- 
ding a  given  number  of  bars  or  ribs  of  a  certain  length,  according 
t9  thQ  nuqfiber  of  shafts  or  headles  employed  in  the  loom,  or  the 
width  tliey  occupy,  and  placing  them  at  certain  distances  apart. 
Upon  tbesQ  bars  are  mounted,  in  any  convenient  manner,  teeth, 
tappets,  or  studs,  capable  of  being  readily  adjusted,  as  the  different 
patterns  or  d^vipes  to  be  woven  may  require ;  the  whole  are  formed 
into  an  endless  flexible  rack  or  band  of  tappets,  by  side  bands,  belts, 
or  chains,  hereafWr  more  particularly  detailed. 

In  order  that  this  invention  may  be  more  perfectly  understood, 
two  mod^a  of  applying  the  improvements  are  shown  in  the  figuree 

Fig.  194. 
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Fig.  184,  ifl  a  front  view  of  a  power  loom,  representing  the  appli- 
cation of  one  description  or  arrangement  of  the  improved  endless 
belt  or  chain  of  tappets  to  a  loom  for  weaving  figured  fustians ;  and 
Fig.  185,  is  a  side  elevation  of  the  same.  The  ordinary  framing 
or  loom-sides,  are  shown  at  A  A,  supporting  the  warp  roller  B,  from 
whence  the  warp  threads  C,  proceed  through  the  headles  D,  also 
through  the  reed  E,  (see  Fig.  184)  of  the  vibrating  lay  F,  (Fig. 
185)  over  the  breast  beam  G,  to  the  cloth  roller  H,  as  usual  The 
ordinary  crank  shaft  of  the  loom  is  shown  at  I,  from  which  motion 
is  communicated  to  the  improved  mechanism,  attached  to  the  side 
of  the  loom,  and  supported  in  a  separate  framing  a  a,  as  follows : — 

Fig.  185. 


Upon  the  end  of  the  crank  shaft  I,  is  fixed  the  crank  plate  ft,  (see 
Fig.  185)  revolving  in  the  ordinary  direction,  and  actuating  the 
link  c,  (see  also  Fig.  186)  attached  at  its  upper  end,  by  a  pin,  to  the 
crank  plate  &,  and  at  its  lower  end  to  the  lever  d.  This  lever  c2, 
vibrates  upon  its  fulcrum  at  e,  and  carries,  at  one  extremity,  a  draw 
catch  /.    This  apparatus  is  seen  detached  from  the  loom  in  Fig. 
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186,  and  is  designed  for  the  purpose  of  actuating  the  catch-whed  gy 
one  tooth  at  every  revolution  of  the  crank  shaft  b  ;  the  catch - 
wheel  g,  is  mounted  upon  the  shaft  A,  (see  Fig.  187)  and  upon  this 
shaft,  the  notched  guide-wheels  ti,  are  also  fixed;  around  and 
taking  into  which,  the  flexible  rack  or  belt  of  tappets  kkk,  passes 
(see  Fig.  184.)  A  detached  view  of  the  guide-wheels  i  i,  catch- 
wheel  gj  and  shaft  A,  is  shown  at  Fig.  187. 

Fig.  186. 


Fig.  187. 


The  tension  pulley  m,  placed  about  midway  in  the  frame,  is  for 
the  purpose  of  assisting  the  drag  or  weight  of  the  tappet-rack. 

It  will  now  be  seen,  that  as  the  travelling  tappet-rack  proceeds, 
the  teeth,  studs,  or  tappets  *  »,  of  which  it  is  partly  composed,  (and 
which  it  will  be  evident  to  the  practical  weaver,  are  so  placed,  ar- 
ranged, or  "  read  on,"  according  to  the  pattern  or  device  to  be  wo- 
ven,) will  strike  against  the  heads  of  the  headle  levers  n  tij  (see 
Fig.  185)  with  one  of  which,  each  headle  D,  is  in  connexion. 
These  levers  n  n,  are  all  suspended,  and  vibrate  upon  the  shaft  or 
fulcrum  o,  (see  Fig.  185)  and  are  each  connected  by  means  of  links 
or  wires  />p,  to  the  hooked  lifters  qqq,  for  the  purpose  of  throwing 
the  lifters  into  the  position,  where  they  may  be  acted  upon  by  the 
rising  cross-bar  r. 

The  requisite  action  of  the  rising  and  falling  bars  r,  r*,  (see  Fig. 
184)  is  effected,  simultaneous,  with  the  progressive  motion  of  the 
tappet-rack  kkj  also  by  means  of  the  link  e,  vibrating  the  lever  d  ; 
on  the  other  extremity  of  which,  the  connecting  lever  s,  is  attached, 
(see  Figs.  185  and  186)  which  is  jointed  at  its  lower  end,  to  the 
crank  ^,  fixed  upon  the  roller  u,  around  which  a  strap  or  belt  v  v, 
(see  Fig.  186)  passes,  and  over  a  similar  roller  u,  at  top.  To  this 
strap  t;,  the  bars  r,  r*,  are  fixed ;  and  it  will  be  seen,  that  as  the 
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Strap  traverses,  by  meaDs  of  the  vibrating  action  imparted  to  the 
crank  6,  on  the  end  of  the  crank  shaft  I,  the  requisite  alternate 
raising  and  depressing  of  these  bars  is  accomplished  ;  they  are  kept 
in  parallel  positions,  by  traversing  up  and  down  in  mortices,  in  the 
frame  a  a.  The  headle  levers  n  n,  are  also  brought  into  the  posi- 
tion, where  they  may  be  acted  upon  by  the  falling  bar  r*,  by  means 
of  the  weight  n*,  with  which  each  lever  is  furnished  (see  Fig.  185.) 
The  hooked  lifters  q  q,  are  each  separately  connected  by  a  pin  to 
ribrating  treadles  w  w,  working  on  their  fulcrum  shaft  x,  fixed  to  the 
frame  a.  These  treadles  to  w,  are  connected  at  their  extremities,  by 
means  of  the  wires  y  y,  (see  Fig.  184)  to  the  ordinary  top  and  bot- 
tom jacks  z  z,  and,  by  the  customary  stringing,  to  the  headles  D, 
and  thus,  as  the  tappet-belt  or  rack  revolves,  will  shed  the  warp,  and 
consequently  work  the  pattern. 

Fig.  188. 


B'9 


Fig.  189. 


Fig.  188,  represents  a  portion  of  the  tappet-rack  detached,  upon 
an  enlarged  scale,  and  Fig.  189,  the  several  pieces  of  which  the  im- 
proved endless  tappet-rack  is  composed.  1,  shows  a  front  view,  and 
2,  a  back  view,  of  the  perforated  bar,  for  receiving  the  studs,  teeth, 
or  tappets  2 ; — 3,  the  nut,  by  which  the  tappets  are  held,  and  ad- 
justable in  the  bar.  A  number  of  these  bars,  placed  at  suitable 
distances  apart,  and  furnished  with  the  necessary  number  of  holes 
for  "  reading  on"  the  tappet-studs,  as  the  pattern  requires,  are  formed 
into  an  endless  rack,  belt,  or  chain,  by  being  screwed  or  otherwise 
fixed  upon  a  band,  composed  of  canvas,  tape,  and  leather,  cemented 
together  by  means  of  a  solution  of  caoutchouc. 

At  Fig.  190,  a  modification  of  the  improvements,  and  the  mode 
of  applying  the  same  to  fancy  looms,  is  shown.    The  drawing  re- 
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presents  a  partial  sectional  view  of  the  figuring  apparatus,  attached 
to  an  ordinary  loom  side.  An  endless  belt,  or  rack  of  teeth,  studs, 
or  tappets  aaa^  passes  around,  and  is  progressively  aauated  by  the 
grooved  rollers  666,  supported  in  the  framing  ccc,  attached  to  the 
side  of  the  loom. 

Fig.  190. 


Fig.  191. 


The  moveable  tappets,  or  teeth  a  a  a,  are  suitably  arranged  upon 
their  bars  or  rails,  (as  in  the  former  instance,)  to  work  the  pattern 
or  device  required,  and  are  akernalely  caused  to  raise  or  depress  the 
treadles  d  d,  successively,  by  acting  upon  the  rollers  e  e,  with  which 
they  are  provided.  Thus  the  simple  action  of  these  risers  and 
fkllera  is  transmitted  directly  to  the  headles,  by  means  of  the  con- 
necting wire//,  actuating  the  top  jacks  gg,  and  bottom  jacks  A  A, 
which  are  connected  by  stringing  to  the  headles,  as  usual,  the  whole 
being  put  in  motion  by  means  of  the  spur-pinion  t,  upon  the  end 
of  the  ordinary  crank-shaft,  driving  the  spur-wheels  k,  and  /,  upon 
the  axles  of  the  grooved  or  fluted  rollers  b  b. 

The  bars  or  rails  of  tappets  are  connected  together  at  suitable 
distances  into  an  endless  chain,  by  bemg  confined  or  strung  together 
by  the  chain  4, 4,  shown  at  Fig.  191,  at  each  side,  or  by  any  other 
suitable  means ;  thus  it  wiQ  be  seen,  that  these  studs  or  teeth,  and 
their  intervening  blanks  or  spaces,  may  be  so  arranged,  upon  any 
bar,  or  system  of  bars,  that  the  necessary  raising  and  depressing  of 
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the  treadles  d  d,  may  be  varied  or  adjusted,  to  suit  the  pattern  or 
device  required  to  be  woven ;  which  arrangement,  adjustment,  or 
"  reading  on"  of  the  tappets  or  teeth,  in  both  the  above  descriptions 
of  racks,  belts,  or  chains,  will  be  readily  understood,  and  applied  by 
the  practical  weaver. 

This  improved  loom  of  Mr.  Clarke's,  is,  no  doubt,  the  best  hith- 
erto introduced  for  weaving  fency  goods,  and,  in  our  opinion,  it  is 
worthy  the  attention  of  manu&cturers  of  such  textures.  Various 
other  contrivances  for  working  a  series  of  headles  have  been  invent- 
ed, by  different  individuals,  but  none  of  them  are  equal,  in  point  of 
practical  utility,  to  Mr.  Clarke's.  We  shall,  however,  briefly  notice 
a  few  of  those  which  are  likely  to  prove  interesting,  for  the  benefit 
of  manufiicturers  who  live  in  the  country, 

Mr.  Robert  Bowman,  of  Manchester,  obtained  a  patent  in  Janu- 
ary, 1821,  for  improvements  on  the  power  loom,  enabling  him  to 
work  six  leaves  of  headles ;  which  headles  are  suspended  by  cords 
from  the  ends  of  a  ^  of  top  levers,  and  are  also  attached  to  ano- 
ther set  of  levers  or  treadles  underneath.  The  movement  for  rais- 
ing and  depressing  the  headles  is  obtained  by  means  of  two  sets  of 
tappet  wheels,  each  set  having  as  many  tappets  as  there  are  headles. 
These  tappet  wheeb  are  fixed,  one  set  above  and  the  other  below, 
and  are  turned  by  means  of  a  pinion  upon  the  end  of  the  crank  or 
driving  shaft. 

Mr.  Richard  Roberts,  of  the  firm  of  Sharp,  Roberts  &  Co.,  Man- 
chester, obtained  a  patent  in  November,  1822,  for  a  tappet  wheel ; 
but  as  it  does  not  differ  in  principle  from  Mr.  Bowman's,  it  is  unne- 
cessary to  describe  it 

John  Potter,  Esq.,  of  Smedly,  near  Manchester,  obtained  a  patent 
in  May,  1825,  for  an  improvement  in  power  looms,  for  weaving  va- 
rious kinds  of  fency  goods ;  which  improvement  consists,  in  waking 
a  number  of  headle-leaves  by  means  of  two  series  of  levers,  attached 
to  the  side  of  the  loom,  one  series  at  top  and  the  other  at  bottom ; 
and  as  these  levers  rise  and  fiedl,  the  headles  are  moved  up  and 
down,  for  the  purpose  of  shedding  the  warp.  The  apparatus  by 
which  the  levers  are  actuated,  is  similar  to  the  common  barrel  or- 
gan, and  does  not  differ,  in  any  respect,  from  that  used  by  Mr.  Fair- 
man,  in  his  loom,  shown  at  Figs.  176,  176,  and  176| ;  the  levers 
and  cords  which  connea  and  work  the  headles  at  top  and  bottom 
are  also  the  same  as  those  employed  by  Mr.  F. 

Joseph  Jones,  of  Oldham,  Lancaster,  cotton  manufiicturer,  and 
Thomas  Mellowdew,  of  the  same  place,  mechanic,  obtained  a  pa- 
tent, June  16th,  1834,  for  improvements  in  the  construction  of 
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power  looms,  adapted  to  the  manufacture  of  corded  fustiaas,  and 
which  improvements  consist,  in  the  adaptation  of  an  endless  chain 
of  plates,  or  links,  to  the  common  power  loom,  so  constructed  as  to 
govern  the  position  of  the  headles,  according  to  the  kind  of  cord,  or 
diagonal  stripe  to  be  produced  on  the  cloth.  The  principle  of  this 
improvement  is  the  same  as  that  of  Mr.  Clarke's  invention,  repre- 
sented at  Figs.  184, 186,  186,  187,  188,  189,  190  and  191 ;  which 
precludes  the  necessity  of  a  more  detailed  description. 

Enoch  Burt,  Oliver  D.  Boyd,  and  Amos  H.  Boyd,  (tf  Manchester, 
Conn.,  obtained  a  patent  19th  August,  1828,  for  what  they  term, 
^^  an  improvement  in  the  check  or  plaid  power  loom ;"  which  im- 
provement consists,  firstly,  in  fixing  a  wheel,  about  8  inches  in  di- 
ameter, to  the  side  of  a  common  power  loom,  upon  the  periphery  of 
which  wheel,  at  right  angles  with  its  plane,  are  constructed  as 
many  shuttle  boxes  as  there  are  colours  in  the  check  or  plaid  to  be 
woven.  On  the  backside  of  this  wheel,  is  a  small  toodied  wheel 
which  is  turned  forward  and  backward,  by  means  of  two  arcs  of  a 
circle,  or  segments  of  a  wheel,  on  the  ends  of  two  levers,  moving  on 
a  stud  as  their  common  fulcrum.  One  of  these  arcs  or  segments  is 
toothed  on  the  outside  and  the  other  on  the  inside,  embracing  be- 
tween them  the  before  named  small  toothed  wheel.  A  power  acting 
in  the  same  direction,  alternately  on  the  other  end  of  the  said  levers 
causes  the  shuttle  boxes  to  move  forward  and  backward,  bringing 
each  shuttle  box,  in  turn,  to  a  proper  position  for  discharging  its 
shuttle  through  the  shed  and  receiving  it  again  firom  a  box  of  the 
ordinary  kind  on  the  opposite  end  of  the  lay.  These  shuttle  boxes, 
containing  each  a  shuttle,  are  shifted  to  form  the  check  or  plaid  in 
the  following  manner  : — 

A  wheel,  containing  one-half  the  number  of  teeth  which  the 
complete  check  or  plaid  to  be  woven  contains  threads,  is  placed  on 
a  stud-pin,  round  which  it  revolves,  at  right  angles  with  the  lower 
end  of  the  levers,  on  the  top  of  which  are  the  toothed  arcs  or  seg- 
ments. This  wheel  is  moved  a  tooth  at  every  second  stroke  of  the 
lay,  by  means  of  a  short  arm  on  the  cam  shaft  of  the  loom :  on  the 
plane  of  this  wheel  is  affixed  two  cam  plates,  whose  respective  ex- 
tremities are  met  by  the  respective  extremities  of  the  two  before 
named  levers,  as  the  lay  moves  forward  to  beat  up  the  thrcaid.  The 
extremities  of  the  cam  plates  are  indented  and  protruded  alternately 
as  the  figure  to  be  woven  requires ;.  and  when  the  wheel  to  which 
the  cam  plates  are  attached  performs  one  complete  revolution,  the 
shuules  will  have  shifted  tlurough  all  the  variety  of  the  check  or 
plaid  and  be  prepared  to  commence  the  same  routine  again,  withont 
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ioCerrapting  tofi  motion  of  the  loom.  At  every  shift  of  the  shuttle 
boxes,  a  spring  arm  drops  into  a  cavity  or  notch  in  the  edge  of  the 
plane  wheel  on  which  the  shuttle  boxes  are  fixed,  by  which  they  are 
prevented  from  moving  until  required  again  to  shift ;  at  which  time, 
the  spring  arm  is  raised  out  of  the  cavity  or  notch,  by  means  of  a 
spring  fo^tened  at  one  end  of  the  cam  plates,  with  an  inclined  plane 
on  the  other  end,  which  is  acted  upon  by  the  lower  ends  of  the 
levers  that  move  the  boxes,  before  they  strike  the  edges  of  the  cam 
plates. 

The  shuttle  b  thrown  from  the  fixed  box  to  the  moveable  one  by 
a  picker  of  the  ordinary  kind,  but  from  the  shifting  boxes  to  the 
fixed  one  by  a  picker  lying  horizontally,  the  end  of  which  enters 
into  a  slot  or  opening  in  the  backside  of  the  moveable  boxes.  The 
loom  protects,  in  case  the  shuttle  fails  to  box,  in  the  ordinary  way, 
each  of  the  shifting  boxes  being  frirnished  with  a  guard,  like  that 
in  the  fixed  box,  which  acts  in  turn  upon  the  finger  on  the  protec- 
tion rod. 

To  secure  a  correct  check  or  plaid,  the  loom  is  made  to  stop  in 
case  the  weft  thread  breaks,  or  has  become  expended  on  the  bobbin. 
On  the  crank  shaft,  near  the  selvage  of  the  cloth,  is  placed  a  cam 
with  a  concentral  offset  on  one  side,  to  which  an  arm,  hung  on  a 
stud,  presents  its  extremity  when  it  is  to  stop  the  loom,  but  at  other 
times  lies  below  it.  This  arm  is  raised  by  every  revolution  of  the 
cam,  so  as  to  be  in  a  position  to  meet  its  offset,  and  is  held  in  that 
position  by  a  delicate  spring  catch  at  the  other  end  of  the  arm.  As 
the  shuttle  enters  the  box,  if  the  thread  from  the  bobbin  in  the 
shuttle  be  entire,  it  will  extend  from  the  edge  of  the  web  to  the 
shuttle  box ;  between  these  there  is  a  small  aperture  in  the  reed,  or 
at  its  end,  through  which  a  small  horizontal  slide  will  project  a  little 
when  the  lay  is  fully  down ;  across  this  aperture  and  in  front  of  the 
end  of  the  slider,  the  thread  will  lie,  (if  unbroken,)  where  it  is  held 
fcist  by  a  cramp  that  falls  upon  it,  and  is  pressed  down  by  a 
spring  as  the  shuttle  enters  the  box,  and  which  is  thrown  back  as 
the  shuttle  leaves  the  box.  When  the  lay  moves  forward,  the 
thread,  thus  extended  across  the  aperture  and  held  fast,  forces  back 
a  Uttle  the  horizontal  slider,  which  instantly  unlocks  the  before 
named  spring  catch,  letting  the  point  of  the  lever  or  arm  fall  below 
the  offset  in  the  cam ;  but  if  there  be  no  weft  thread  across  the 
aperture,  the  slide  passes  through  without  being  driven  back,  conse- 
quently the  arm  remains  locked  and  instantly  stops  the  loom. 

Before  closing  our  observations  on  looms  for  weaving  fancy  tex- 
tures, we  shall  offer  a  few  remarks  on  the  manufacture  of  several 
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kinds  of  silk  textures,  by  hand,  but  which  may  also  be  found  ap- 
plicable to  power  loom  weaving,  comprising  taffetas,  groe  de  Naples, 
satins,  &c.,  hoping  that  they  may  be  of  service  to  those  of  our 
friends  who  are  not  much  skilled  in  silk  manufiictures. 

TAFFETAS. 

Taffetas  should  be  woven  with  the  warp  pretty  tight ;  and  as 
soon  as  the  shuttle  is  passed  through,  the  shed  is  to  be  closed,  just 
before  the  stroke  of  the  reed  is  given.  This  manner  of  closing  the 
shed  before  beating  up  the  weft  thread,  causes  a  better  grain  to  be 
given  to  the  cloth.  On  this  kind  of  texture,  the  temples  must  not 
at  any  time  be  at  a  greatet  distance  from  tlie  reed  than  2  inches, 
before  changing  them,  to  avoid  making  a  thin  place  or  shire  in  the 
fabric  The  weaver  must  give  the  strokes  of  the  reed  with  uniform 
force.  Superior  taffeta  is  made  with  4  threads  per  dent  of  the  reed, 
and  inferior  with  3  threads  per  dent 

SHINING  TAFFETA. 

Shining  taffeta  is  more  brilliant  than  that  just  noticed ;  and  is 
made  with  a  warp  less  light.  The  stroke  of  the  reed  is  given 
when  the  shed  is  nearly  full  open ;  which  renders  the  cloth  very 
brilliant  in  appearance,  and  does  not  make  it  dry  and  stiff:  what 
makes  it  supple,  is  that  the  warp  is  slacker  than  in  ether  taffetas. 
In  weaving  this  fabric  great  care  must  be  taken  that  the  weft 
threads  he  laid  evenly  together ^  (for  more  than  one  thread  is  gene- 
rally used,)  and  when  the  shuttle  is  passed  through  the  shed,  the 
weaver  must  see  that  the  thread  from  the  shuttle  lies  properly,  nei- 
ther too  tight  nor  too  slack.  Care  must  also  be  taken  that  the  weft 
thread  be  always  delivered  from  the  shuttle  with  perfect  uniformity 
of  tension  ;  otherwise,  there  will  be  ins  and  outs  in  the  selvages, 
giving  the  edges  the  appearance  of  a  carpenter^s  saw.  The 
French  are  very  particular,  indeed,  in  attending  to  these  matters, 
which  is  the  principal  reason  why  their  goods  always  feel  so  smooth 
and  soft  to  the  touch.  The  great  secret  in  manufacturing  these 
silk  textures,  b  to  make  the  greatest  possible  show  with  the  least 
expense  of  material. 

GROS  DE  NAPLES. 

Oros  de  Naples  is  woven  with  the  warp  pretty  tight  in  the  loom, 
that  the  silk  may  more  easily  disengage  itself  when  the  shed  is  be- 
ing opened ;  and  the  weft  must  be  well  struck  up.    There  must  be 
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two  Btrokes  for  each  paasage  of  die  shattle,  the  first  with  open  shed 
and  the  second  with  cloee  shed :  if  only  one  stroke  were  given  to 
each  crossing  of  the  weft  thread,  it  would  have  to  be  given  with 
greater  force ;  but  then  the  fiibric  would  not  be  so  good;  whereas, 
in  giving  two  moderate  strokes,  the  cloth  will  be  perfectly  even. 
Glean  white  paper  must  be  put  on  the  cloth  roller,  as  jbst  as  the 
iabric  ia  wound  on ;  because  this  texture  having  a  thick  warp  and 
weft  might  become  watered  by  the  vibration  given  to  that  roller  by 
the  stroke  of  the  reed/  Groe  de  Naples  is  made  with  double  and 
treble  threads  in  the  warp,  and  with  4  threads  in  the  dent  of  the 
reed.  The  weft  is  composed  of  3  or  4  ends  put  together,  or  accord- 
ing to  the  thickness  of  the  cord  wanted  in  the  fabric :  for  fine  gros 
de  Naples,  there  are  of  course,  fewer  ends  used  in  the  weft,  but  4 
ends  is  the  number  generally  employed.  In  weaving  gros  de  Na- 
ples of  inferior  quality,  one  stroke  of  the  reed,  only,  is  given  to  each 
thread  of  weft :  but  when  the  quality  is  to  be  superior,  two  strokes 
are  indispensable,  in  hand  loams.  Since  the  introduction  of  the 
new  mechanism,  invented  by  C.  6.  Gilroy  (see  Section  Twelfth)  to 
the  power  loom,  in  combination  with  Jacquard  machinery,  not  only 
these  ftibrics,  but  all  ftibrics,  of  silk,  or  of  other  materials,  generally, 
can  be  manufiictured  with  the  greatest  ftcility  and  profit.  These 
improved  looms  have  received  the  approbation  of  the  most  skiUftil 
manufacturers  of  England,  Ireland,  Scotland,  France,  Belgium  and 
Prussia.    (See  testimonials  at  the  end  of  Section  Twelfth.) 

THICK  SILK  CLOTH. 

Thick  silk  cloth  is  a  fabric  made  with  4  threads,  double  or  ireble^ 
in  the  dent  of  the  reed,  according  to  the  quaUty ;  and  it  is  generally 
manufiictured  in  a  loom  with  8  or  10  leaves  of  headles,  half  of 
which  are  raised  and  depressed  alternately.  The  reason  for  using 
so  many  headles  on  plain  texture,  is  to  prevent  the  warp  firom  being 
crowded  in  the  headles.  The  warp  is  not  kept  tight  in  the  loom, 
particularly  when  it  is  wanted  to  cover  well.  The  pace  weights 
which  govern  the  tightness  of  the  warp,  must  be  moveable,  and 
there  should  be  one  weight  on  each  side  of  the  beam  or  roller,  so  as 
to  strain  equally.    There  must  be  a  whip  roller,  turning  on  gud- 

*  We  have  laboured  15  yean,  io  France  and  Qreat  Britain,  to  produce  as 
perfect  silk  and  other  goods,  plain,  tweeled  and  figured,  in  the  power  loom, 
as  could  be  effected  by  the  most  tkillfal  weaver,  by  hand ;  and  how  well  we 
have  succeeded,  our  friends  will  be  better  able  to  judge  after  reading  the 
proofs  set  before  them  in  next  section. 
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geons  or  journals,  placed  at  a  prq>er  height  to  suit  the  headles ;  and 
over  this  roller  the  rope  must  be  passed  (see  Figs.  219  and  220 ;) 
which  roller  will  loll  with  the  silk  as  fiist  as  the  cloth  is  tak^i  up 
on  the  cloth  roller  and  prevent  the  evil  effects  which  would  be  con- 
tinually caused  by  the  decreasing  diameter  of  the  warp  beam. 

It  requires  a  very  skillful  weaver  to  make  a  good  silk  fabric,  and 
even  in  France  the  manufacturer  is  often  at  a  loss  for  competent 
workmen ;  some  who  have  worked  at  this  business  for  30  or  40 
years,  not  having  paid  suflBcient  attention  have  not  became  good 
weavers;  while  others  have  obtained  ten  times  the  amount  of 
knowledge  in  one-fifth  of  the  time. 

The  weft  thread  repeats  4  times  in  the  middle  of  the  selvage  (in 
this  kind  of  texture)  and  only  twice  in  the  edges :  the  selvages 
work  in  opposition  to  each  other,  that  is  to  say,  when  one  selvage 
is  opened  on  the  right  the  other  is  closed  on  the  left,  and  vice  versa. 
This  prevents  the  weft  thread  from  following  the  shuttle  back  again. 
A  piece  of  silk  goods  is  never  considered  well  woven  unless  the  sel- 
vage is  perfect  in  every  respect,  and  entirely  free  from  hills  and  hol- 
lows on  the  outer  edge. 

SATIN. 

Satin  is  made  of  different  widths,  from  f  ths  to  fths  of  an  aune 
(44  inches,  French)  and  of  various  lengths  of  web ;  and  has  from 
four  threads  to  ten  threads  per  dent  in  the  reed.  When  only  four 
threads  are  entered  per  dent,  only  five  leaves  of  headles  are  used  ; 
which  headles  are  made  of  raw  silk. 

This  kind  of  fsibric  is  dyed  after  it  is  woven,  and  is  used  only  for 
making  hats  and  artificial  flowers.  Black  satin  is  generally  made 
with  a  double  warp,  when  intended  for  making  the  crowns  of  hats, 
caps,  d&c.  The  sleeking  tool  is  used  for  all  satins,  except  those  of 
4  threads  per  dent  of  the  reed  ;  to  these  a  soft  brush  is  applied  in- 
stead. Three  or  four  dents  at  the  edges  of  the  cloth  are  gros  de 
Tour  (same  as  selvages  of  gros  de  Naples.)  Sometimes  the  selvages 
to  satin  fabrics  are  zig-zag  in  the  middle  and  the  rest  gros  de  Tour. 

In  weaving  a  superior  satin,  the  warp  must  not  be  too  tight ;  and 
it  must  be  worked  with  an  open  stroke,  so  that  the  weft  may  be 
perfectly  tight  and  straight.  The  warp  must  be  well  picked  before 
bemg  put  into  the  loom,  by  a  Lyons  silk  picker  ;  or  else  it  will  be 
impossible  to  make  a  fine  satin.*  For  these  kinds  of  textures,  the 
headles  should  be  16  inches  in  depth. 

*  A  Lyons  silk  warp  picker,  or  cleaner,  costs  1600  francs;  and  may  be 
procurad  on  application  to  M.  Dioudonnat,  No.  12,  Roe  St  Maur,  Paris. 
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HEADLE-MAKING  MACHINE. 

J<An  Blackmar,  of  Brooklyn,  county  of  Windham,  Conn.,  ob- 
tained a  patent  for  a  machine  for  making  headles,  bearing  date  Oc- 
tober 20th,  1836 ;  a  representation  of  which  machine  is  given  at 
Fig.  192. 

Fig.  192. 


The  patentee  observes,  that "  this  machine  may  be  constructed  in 
all  essential  respects  like  those  now  in  common  use,  excepting  the 
application  of  that  ptincifle  which  makes  a  part  of  the  machine  a 
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bench  susceptible  of  a  rotary  or  revoLyiDg  motton."  This  is  effected 
in  the  following  manner : — 

A,  Fig.  192,  represents  the  boUom  of  the  machine  or  bench ; 
B  B,  side  posts,  carrying  the  shaft  D,  having  suitable  gudgeons  C  C, 
at  its  ends :  these  gudgeons  C  C,  pass  through  the  end  pieces  E  E, 
and  these  end  pieces  are  made  fiist  on  the  gudgeons  G  C ;  F  F,  side 
pieces  of  the  frame  on  which  the  headles  are  constructed  ;  J  J,  brace 
to  hold  the  shaft  D,  and  the  side  pieces  in  their  proper  places  to  keep 
them  from  sagging ;  G  G,  slide^tands,  each  carrying  a  small  pulley 
over  which  the  muddling  twine  w  binder  HH,  passes :  the  slide- 
stands  G  G^  may  be  shifted  by  the  operator  to  any  position  best 
suited  to  facilitate  the  work;  I,  spiral  spring,  for  the  purpose  of 
holding  the  shaft  D,  in  any  desired  position. 

Mr.  Blackmar  claims  as  of  his  invention  the  revolving  principle 
of  the  headle  frame ;  whether  constructed  in  the  way  described  or 
in  any  other  way.  It  is  curious  that  a  patent  should  have  been 
granted  for  a  revolving  headle-fi^me  so  late  as  the  year  1836,  when 
it  has  been  well  known,  and,  in  fact,  the  only  machine  used  for 
making  headles  in  Lyons,  Paris,  Rouen,  and  many  other  manuftic- 
turing  (daces  in  France  these  30  years  past,  and  has  been  of  late 
introduced  (from  France),  into  Spitalfields.  It  cannot,  therefore,  be 
the  subject  of  a  valid  patent  in  the  United  States  of  America ;  yet 
Mr.  B.  possibly  may  have  had  no  knowledge  of  its  existence  else- 
where previous  to  the  date  of  his  patent. 

A  patent  has  been  secured  in  America,  for  a  peculiar  method  of 
forming  the  eyes  of  headles,  which  consists  of  a  double  knot,  one 

Fig.  1921. 


o:o      ^ 


on  each  side  of  the  eye,  as  represented  in  Fig.  192^.  The  side  A, 
is  perfectly  straight,  whflst  two  single  knots  are  formed  on  the  side 
B,  each  of  which  encloses  the  side  A,  when  drawn  tight,  the  eye 
being  formed  between  the  two  knoU,  so  that  in  the  up  and  down 
motion  of  the  headles,  the  warp  threads  are  pressed  against  the 
knots,  which  being  hard  tied,  are  not  so  likely  to  cut  the  eye  as  if 
they  pressed  against  a  single  loop  of  the  headles.  C  D,  are  the 
headle  shafts.  This  improvement,  we  think,  is  a  valuable  one, 
and  well  worthy  the  attention  of  cotton  manufacturers,  particularly 
those  of  them  more  immediately  engaged  in  making  fine  goods. 
As  these  headles  are  generally  made  of  cotton  yarn,  they  would 
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soon  wear  out  unlesB  protected  by  a  suitable  varnish  bfeing  rubbed 
upon  them.  We  shall  lay  before  the  reader  two  methods  of  doing 
this ;  for  the  first  of  which  we  are  indebted  to  Mr.  James  Mont- 
gomery, superintendent  of  the  York  iactories,  Saco,  Maitie.  Mr. 
M's  Tarnish  is  made  of  the  fiidlowing  ingredients : — 
1  Gallon  Linseed  Oil,  ^  Lib.  Umber, 

1  Lib.  Lithaige,  ^  do.  Gum  Shellat^, 

1   do.  Red  Lead,  {  do.   Sugar  of  Lead. 

AU  these,  except  the  shellac,  are  first  well  boiled  over  a  moderate 
fire,  until  the  strength  is  out  of  the  lead ;  the  shellac  is  then  added, 
but  only  a  little  at  a  time,  while  the  whole  is  boiling,  and  it  requires 
to  be  well  stirred  all  the  time.  When  the  shellac  is  entirely  dis- 
solved, the  whcde  is  then  cooled  down  to  blood  heat,  then  a  sufllcient 
quantity  of  the  spirit  of  turpentine  is  added,  to  make  it  fit  for  use. 
Such  articles  as  require  it,  are  to  be  pulverised.  Before  putting  on 
the  varnish,  the  beadles  should  be  brushed  down  with  paste  or  size 
from  the  dressing  machine :  and  after  the  varnish  is  thoroughly  dry 
and  hard,  they  should  be  again  brushed  down  with  tallow,  to 
smooth  them  well  before  they  are  put  into  the  loom.  Headles  pro- 
perly varnished  in  this  manner,  and  perfectly  dried  before  they  are 
used,  will  generally  last  over  one  year. 

This  receipt  of  Mr.  Montgomery's  is,  no  doubt,  a  very  good  one 
for  common  headles,  for  weaving  the  coarser  descriptions  of  shirting 
&c.;  indeed,  it. appears  to  be  the  only  kind  of  varnish  used  for 
headles  in  the  United  States ;  but  for  weaving  fine  goods,  such  as 
muslin,  d&c,  the  following  receipt  will  be  found  for  superior,  as 
headles  varnished  on  this  plan  will  not  chafe  the  warp ;  and,  after 
5  or  6  days  working,  on  either  power  or  hand  looms,  will  become 
as  smooth  as  glass. 

Varnish  for  Headles. — 2  gallons  linseed  oil,  bofl  sbwly  1^ 
hours ;  then  add  32  ounces  gum  shellac,  boil  20  minutes,  then  add 
32  ounces  red  lead,  boil  20  minutes ;  then  add  16  ounces  umber, 
boil  20  minutes.  This  done,  take  the  varnish  off  the  fire,  and  add 
2  gallons  spirit  of  turpentine  *  the  varnish  must  not  be  very  hot 
when  the  turpentine  is  added,  to  prevent  it  fi-om  taking  fire.  In 
making  this  varnish,  it  is  to  be  constantly  stirred ;  and  the  several 
ingredients  of  which  it  is  composed  must  be  added  slowly. 

Note.  In  boiling  the  various  ingredients,  the  manufttcturer  may 
use  his  own  judgment  as  to  the  time  when  each  of  them  becomes 
properly  dissolve :  but  we  think  the  foregoing  directions  will  be 
found  pretty  correct. 

Application  of  the  Varnish. — In  applying  this  varnish,  it  must 
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be  mixed  with  flour  size,  and  three  coals  should  be  given  of  the 
composition  thus  formed.  Make  the  first  coat  of  1  part  varnish 
and  3  parts  flour ;  the  second,  half  varnish  and  half  flour ;  and 
the  third,  3  parts  varnish  and  1  part  flour.  Let  one  coat  be  dry 
before  putting  on  another.  The  headles  should  be  hung  up  in  a 
warm  room  while  the  various  coats  are  drying. 

In  this  receipt  we  have  stated  only  small  quantities  of  the  difler- 
ent  ingredients,  but  as  the  proportions  mentioned  are  correct,  they 
may  easily  be  increased  to  any  desirable  extent.  We  have  used 
varnish  of  this  kind  on  the  front  headles  of  damask  looms  for 
weaving  table  cloths,  piano-forte  covers,  furniture  stufis,  and  other 
descriptions  of  figured  goods,  for  upwards  of  18  years ;  and  we  can 
testify  that  it  is  the  best  composition  for  this  piupose  we  have  evor 
known :  we  can,  therefore,  recommend  it,  with  the  utmost  confi- 
dence, to  manufacturers  of  such  &brics. 

TEMPLES. 

There  is,  perhaps,  no  implement  about  a  loom  of  greater  impor- 
tance than  the  temple ;  for  it  is  through  its  instrumentality  that  the 
cloth,  as  it  is  woven,  b  kept  at  its  proper  breadth,  while  the  reed 
beats  up  against  it.  As  we  have  already  shown  the  construction  of 
temples  used  on  hand  looms  (see  LL,  Fig.  6,  page  75,  Section 
First,)  it  now  only  remains  to  show  those  best  adapted  to  power 
looms. 

Numerous  patents  have  been  obtained  in  Great  Britain,  France 
and  America,  within  the  last  few  years,  for  improvements  on  tem- 
ples, so  as  to  render  them  more  applicable  to  power  loom  weaving, 
by  obviating  the  necessity  of  shifting  them  on  the  cloth,  as  is  re- 
quired in  hand  loom  weaving.  The  contrivance  which  has  been 
found  to  answer  this  purpose  best,  particularly  for  stout  textures,  is 
the  "American  nipper^  or  "jaw  temple."* 

Fig.  193,  represents  a  plan  view  of  the  nipper  or  jaw-temple ; 
Fig.  194,  a  side  or  edge  view ;  and  Fig.  196,  a  detached  part  of 
Fig.  194,  on  an  enlarged  scale. 

One  of  these  nippers  is  to  be  fixed  on  the  breast  beam  of  the 
loom,  at  each  selvage  of  the  cloth,  where  it  is  acted  upon  by  the 
motion  of  the  lay,  which  opens  the  jaws  or  chaps  of  the  nippers 

*  The  principle  of  this  temple  appears  to  be  the  same  as  that  of  the  tem- 
ple used  by  E.  K.  Arphaxad,  on  his  great  vertical  weaving  engine,  mvented 
many  thousand  years  ago.    (See  Introduction.) 
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e^ery  time  the  cloth  is  struck  up,  and  permits  the  cloth  to  be  slid- 
den  forward  towards  the  cloth  roller. 

Fig.  193. 


The  plate  A,  to  which  the  nippers  are  attached,  is  to  be  fixed  to 
the  breast  beam  B  B,  by  means  of  a  screw  bolt  C,  as  shown  in 
Figs.  193  and  194.  The  long  slot  D,  made  in  the  plate  A,  (Fig. 
193)  is  for  the  purpose  of  adjusting  the  temple  to  suit  different 
widths  of  cloth.  ^ 

At  the  extremity  of  the  plate  A,  (Fig.  193,)  a  bar  E,  is  fixed  ; 
which  bar  is  turned-up  at  one  end  (see  Fig.  194)  for  the  purpose  of 
forming  the  upper  chap  F,  of  the  nippers.  The  under  chap  G, 
(Figs.  194  and  195)  is  a  spring-piece,  and  is  pressed  against  the 
chap  F,  by  its  elasticity.  The  inner  surfoces  of  the  chaps  F,  and 
6,  are  guttered  out,  like  a  rasp  or  coarse  file,  to  enable  them  better 
to  hold  fast  the  cloth. 

The  lever  H  H,  (Figs.  193  and  194)  turns  on  the  fulcrum-pin  I ; 
which  pin  is  fixed  in  the  plate  A.  At  the  left  end  of  this  lever  H  H, 
there  is  a  flattened-out  or  broad-piece  J,  (see  Fig.  191,)  and  at  the 
right  end  a  knife-edged  wedge-piece  K. 

The  lower  part  of  the  front  of  the  lay  is  partially  represented  at 
L  L,  which,  when  it  moves  towards  the  breast  beam  to  strike  up  the 
cloth,  comes  in  contact  with  the  end  J,  of  the  lever  H  H,  thereby 
causing  Uie  wedge-piece  K,  at  the  other  end,  (to  the  right,)  to  be 
farced  in  between  the  chaps  F,  and  G ;  by  which  means,  the  cloth 
is  released  at  the  moment  the  lay  is  full  up  against  it ;  but  when- 
ever the  lay  retires,  the  wedge-piece  E,  slips  back  out  of  the  chaps 
F,  and  G,  and  the  cloth  is  again  grasped  by  the  temple. 

It  will  now  be  perceived  that  the  cloth  will  be  released  every 
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time  the  reed  comes  in  contact  with  it,  and  grasped  again  by  the 
chape  or  jaws  F,  and  G,  the  instant  that  the  reed  begins  to  retire 
from  it ;  dius  enabling  the  temple  to  hold  out  the  cloth  to  the  same 
width  at  which  the  reed  held  it. 

This  kind  of  temple  should  be  so  fixed  on  the  breast  beam  as  to 
*  enable  it  to  take  hold  of  the  selvage  within  half  an  inch  of  the 
reedy  when  the  reed  is  full  up  against  the  doth.  For  very  stout 
goods,  the  chaps  or  jaws  should,  if  possible,  be  brought  within  f  ths 
of  an  inch  of  the  reed ;  by  which  means  the  cloth  will  be  kept  bet- 
ter extended.  This  temple  is  certainly  a  valuable  acquisition  in 
power  loom  weaving,  and  well  worthy  the  attention  of  manu&ctu- 
rers  generally. 

The  rotary  temple,  which  is  also  an  Ameriean  invention,  was 
made  the  subject  of  a  patent  in  the  United  States,  by  Mr.  Ira  Dra- 
per, of  Weston,  Mass.,  January  7th,  181 6 ;  and  the  same  gentleman 
obtained  a  second  patent,  for  improvements  thereon,  April  1st, 
1829.  We  shall  at  present  turn  our  attention  to  Mr.  Draper's  ind- 
proved  temple. 

Mr.  Draper  remarks,  that,  as  many  defects  were  discovered  by 
subsequent  experience  in  the  working  of  his  temple,  patented  in 
1816,  they  have  given  rise  to  the  foUowing  improvements  in  its 
construction. 

The  wheel  with  oblique  teeth,  similar  to  the  first  plan,  revolving 
on  a  centre  pivot  (Uke  that  marked  H,  Fig.  196)  is  riveted  or 
screwed  into  an  iron  plate  (like  that  marked  I,  Fig.  196 :)  this  plate 
has  two  grooves  made  in  it,  to  receive  two  screws,  to  confine  the 
plate  down  (see  Figs.  196,  197  and  199.)  The  grooves  are  calcu- 
lated to  admit  of  changing  the  position  of  the  temples,  to  suit  the 
width  of  the  cloth  to  be  woven,  similar  to  the  method  patented  in 
1816.*  A  metal  ring  surrounds  the  wheel  and  teeth,  or  the  wheel 
may  be  altogether  of  metal,  and  has  a  bar  across  the  upper  edge, 
with  a  hole  in  its  centre  having  a  screw  cut  in  it,  by  which  it  is 
screwed  down  on  the  centre  pivot.  A  short  angular  groove  in  the 
upper  edge  of  the  ring  receives  the  cloth,  and  guides  it  exctctly  at 
the  requireii  distance.  A  notch  being  filed  or  cut  in  the  edge  of 
the  ring  over  which  the  cloth  passes,  causes  the  teeth  to  leave  the 
cloth  freely.  For  the  greater  convenience  of  adjusting  the  temples, 
Mrithout  untoewing  the  screws  above  referred  to,  a  thumb  screw  is 


*  As  the  principle  of  Mr.  Draper's  temple  is  the  same  as  that  of  the  temple 
represented  in  Figs.  196, 197, 106  and  199,  we  think  it  mmecesMiry  to  give 
drawings  of  it  here. 
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inserted  in  a  lip  projecting  from  the  edge  of  the  ring :  the  lower  end 
of  this  thumb  screw  has  a  groove  turned  in  it,  which  plays  in  a 
groove  in  the  bottom  plate ;  and,  by  turning  the  thumb  screw,  the 
rim  on  the  lower  end  binds  on  the  imder  side  of  the  bottom  plate 
and  confines  the  ring. 

Mr.  Draper  observes,  that  one  great  difficulty  in  the  application 
of  the  temples  first  patented  by  him,  was  their  being  screwed  firm 
an  the  breast  beam  and  having  no  elasticity  ;  the  consequence 
was,  every  time  the  reed  struck  the  weft,  the  cloth  would  give  way 
and  recoil,  giving  the  toothed  wheel  a  sudden  rotative  motion,  in- 
creasing the  wear  of  the  temples  ten  fold  and  enlarging  the 
holes  made  by  the  teeth  in  the  cloth.  In  addition  to  which,  if  the 
shuttle,  by  any  accident,  should  not  reach  its  destination  in  the  lay- 
box,  but  should  stop  a  little  short,  it  would  be  caught  between  the 
reed  and  temples,  and  consequently  break  either  the  reed  or  the 
shuttle. 

To  remedy  these  objections,  a  spring  is  substituted  long  enough 
to  receive  the  cloth.  This  spring  is  screwed  by  its  centre  to  a  suit- 
able stand,  inside  of  the  breast  beam,  and  is  long  enough  to  suit 
the  width  of  the  cloth,  and  is  placed  as  near  the  reed  as  safety  will 
permit,  and  the  temples  being  screwed  on  each  end  of  this  spring 
gives  them  an  opportunity  of  moving  laterally  with  the  cloth,  and 
obviates  the  sudden  rotary  motion. 

The  improvements  claimed  by  Mr.  Draper  are,  first,  the  ring 
with  the  cross-bar  which  confines  the  toothed  wheel ;  second,  the 
centre  pivot  on  which  the  toothed  wheel  turns ;  and,  third,  the 
spring  on  which  the  temples  are  screwed,  instead  of  being 
screwed  to  the  breast  beam. 

William  Craig,  of  Manchester,  and  John  Cochran,  of  Stockport, 
have  lately  obtained  patents  for  improvements  on  the  rotary  tem- 
ple, in  England,  Ireland,  Scotland,  and  France ;  their  American 
patent  bears  date  November  26th,  1841. 

This  improved  temple  is  a  remarkably  neat  piece  of  mechan- 
ism, easily  apphed  to  a  loom,  and  not  liable  to  get  out  of  order, 
and  is  certainly  well  calculated  for  cotton  textures  generally. 

Pig.  196,  is  a  top  view  of  the  temple ;  Pig.  197,  a  bottom 
view,  as  seen  from  underneath ;  Pig.  198,  an  end  view,  as  seen 
from  the  side  of  the  loom ;  and  Pig.  199,  an  edge  view,  as  seen 
when  standing  at  the  back  of  the  loom,  looking  towards  the  breast 
beam  on  the  left  side.  The  temple  represented  in  the  Figs,  is  the 
right  hand  one,  a  similar  one  being  required  at  the  left. 
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A,  Fig.  196.  Breast  beam,  on  which 
the  temple  frame  is  screwed^  by 
two  screws,  as  shown  in  the  Fig. 

B,  Frame  which  carries  the  temple 
apparatus. 

C,  Slotted  piece  of  sheet  iron,  with 
tumed-up  edges  J  J,  for  the  purpose 
of  holding  the  plate  I,  which  carries 
the  temple. 

D  D«  Two  small  bolts  to  screw  down 
the  plate  C,  on  the  frame  B. 

E,  Regulating  screw,  for  setting  the 
temple  to  suit  different  widths  of 
cloth,  and  to  keep  it  firm  in  its  place 
when  adjusted. 


F,  Jam^nul,  for  holding  the  regulating 
screw  E,  in  its  proper  place. 

Q,  Rotary  rim  or  temple,  naving  teeth 
round  its  circumference. 

H,  Fulcrum  or  stud  pin  on  which  the 
rim  G,  revolves. 

I,  Plate  on  which  the  temple  is  fixed 
and  into  which  the  fulcrum  or  stud- 
pin  H,  is  screwed,  to  hold  the  tem- 
ple G,  down,  but  permitting  it  to 
rotate  freely. 

J  J,  Turned-up  edges  of  the  slotted 
piece  C,  for  the  purpose  of  holding 
the  plate  I,  on  wnien  the  temple  G^ 
is  fixed. 
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K,  Figs.  197  and  108,  Sma]l  spring 
screwed  or  riveted  on  the  under 
side  of  the  temple,  its  end  being 
rounded  and  bent  inward,  passing 
through  a  small  slot  M,  cut  in  the 
plate  C,  as  shown  in  Fig.  197.  The 
rounded  point  of  the  spring  K,  is 
made  to  arop  into  a  small  notch  K 
made  in  the  back  or  under  side  of 
the  plate  I,  nearly  o]q[K>site  the  cen- 
tre of  the  rim  or  temj^e  G.  and  is 
for  the  purpose  of  keeping  tne  tem- 
ple in  its  proper  ^l&eeMngUudinal- 
ly:  otherwise,  the  plate  I.  on  which 
the  temple  is  fixed,  might,  in  the 
working  of  the  loom,  get  iarred  out 
from  between  the  tumed-up  edges 
of  the  slotted  piece  C. 


L,  Notch  made  on  the  outer  side  of 
the  plate  I. 

M,  Slot  cut  in  the  plate  C,  to  admit 
the  end  of  the  spnng  K. 

N,  Point  of  the  temple  at  which  the 
cloth  escapes  durmg  ihe  operation 
of  weaving. 

O,  Point  at  which  the  doth  enters. 

P,  Small  projection  on  the  exterior  of 
the  wheel  box  (see  Figs.  196  and 
197.)  The  selvage  of  the  cloth  is 
lapped  over  this  projection,  as  it 
passes  from  the  reed  through  the 
opening  O,  to  the  points  or  teeth  of 
the  temple  G,  and  from  thence 
through  the  opening  N,  to,  and 
over  the  breast  beam  to  the  doth 
roller,  as  usual. 


There  are  two  small  square  pieces  of  iron  fitted  in  the  slot  of  the 
frame  B,  having  each  a  hole  made  in  it  to  receive  one  of  the  bolts 
D :  these  square  pieces  of  iron  serve  to  strengthen  the  sides  of  the 
frame  B,  as  well  as  to  screw  the  slotted  plate  C,  against ;  and  the 
pieces  are  not  quite  so  deep  as  the  frame  B,  into  which  they  are  in- 
serted, so  that  the  bolts  D  D,  may  bind  down  the  slotted  plate  C, 
firmly  against  the  two  sides  of  the  frame  B,  without  bending  the 
slotted  plate  G.  The  bolts  DD,  will  draw  the  slotted  plate  C, 
gently  against  the  little  square  pieces,  and  thus  the  whole  will  be 
secured  firmly  together. 

The  temples  should  be  set  from  the  fece  of  the  cloth  about  ^ 
inch,  and  in  the  working  of  the  loom,  should  the  shuttle  not  reach 
its  destination  in  the  shuttle-box,  but  come  in  contact  with  the 
outer  edge  of  the  temple-box,  the  reed  will  drive  or  slide  the 
temple-box  with  its  plate  I,  back  over  the  slotted  plate  C,  the  spring- 
catch  K,  which  holds  the  plate  I,  being  slid  out  of  the  notch  in  the 
underside  of  the  plate  I,  by  the  sudden  concussion  of  the  shuttle 
against  the  outer  edge  of  the  temple,  thereby  saving  the  shuttle  and 
reed  from  injury,  YiThenever  this  accident  occurs,  the  temple 
plate  I,  must  be  pressed  forward  into  its  place  by  the  weaver :  but 
of  course,  this  accident  can  only  happen  when  the  protector  frtils  to 
operate. 

In  power  loom  weaving,  when  the  shutde  fails  to  enter  the  box 
and  stops  in  the  shed,  the  loom  should  protect  far  enough  back 
from  the  cbth :  otherwise  the  reed  would  come  in  contact  with  the 
shuttle,  force  it  forward  against  the  fell  of  the  cloth,  and,  perhaps, 
break  300  or  400  threads  of  warp :  the  ¥rarp  would  also  be  drawn 
from  the  yam  beam  a  length  equal  to  the  breadth  of  the  shuttle, 
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which  would  cause  much  delay,  independent  of  the  breaking  of  the 
threads. 

The  principal  feature  of  novelty  in  this  modification  of  the  rota- 
ry temple  is  the  projection  P,  on  the  exterior  of  the  temple  box  (as 
shown  in  Figs.  196  and  197,)  over  which  the  selvage  of  the  cloth  is 
lapped,  as  it  passes  from  the  reed  through  the  opening  O,  to  the 
points  of  the  rotary  rim  or  temple  G,  and  fi-om  thence  through  the 
opening  N,  as  before  stated,  this  projection  turning  the  selvage 
downwards,  at  the  proper  angle,  to  be  received  on  the  points  or  teeth 
of  the  rotary  rim  or  temple  G ;  and  by  these  means,  the  strain  of 
the  cloth  is  partly  taken  from  the  temple,  the  friction  thus  caused 
preventing  the  teeth  from  drawing  asunder  the  threads  of  the  sel- 
vage, as  is  the  case  With  the  rotary  temples  used  heretofore. 

The  teeth  of  the  temjde  are  inserted  (as  in  other  rotary  temples) 
in  the  rim  G,  at  ah  angle  best  calculated  to  hold  down  the  selvage 
of  the  cloth,  and  prevent  it  escaping  from  them ;  and,  as  nearly  aU 
the  strain  comes  on  the  projection  P,  the  cloth  is  not  so  likely  to 
escape  from  the  teeth,  nor  yet  to  be  torn  or  injured  by  them,  as  in 
rotary  temples  without  such  a  projection. 

The  other  parts  of  Messrs.  Craig  and  Cochran's  temple,  shown  in 
the  Figs.,  do  not  diflfer  from  those  of  Mr.  Draper's,  except  in  the 
neatness  of  construction. 

FORK  AND  GRID  MOTION. 

This  is  a  motion  for  throwing  the  loom  out  of  gear  when  the 
weft  thread  breaks  or  becomes  exhausted  in  the  shuttle.  No  less 
than  43  patents  have  been  obtained,  up  to  the  year  1844,  by  differ- 
ent individuals  in  Europe  and  America,  who  thought  they  had  suc- 
ceeded in  hitting  upon  something  which  would  effect  this  object 
about  as  perfectly  as  the  nature  of  the  cstse  would  allow :  but,  with 
only  two  exceptions,  all  these  schemes,  however  ingenious,  have 
proved  unsuccessful,  and,  in  most  instances,  have  brought  poverty 
and  ruin  upon  their  unfortunate  authors  ;  a  circumstance,  alas !  of 
every  day  occurrence  with  inventors. 

The  contrivance  which  we  shall  at  present  consider  has  been 
found  to  answer  well,  on  looms  for  weaving  heavy  goods ;  and 
from  the  annexed  index  of  its  various  parts,  aided  by  the  descrip- 
tion, we  think  the  reader  will  be  able  to  understand  the  nature  of 
its  operation.* 

*  This  motion  originated  with  us,  in  the  beginniiig  of  the  year  1831,  at  which 
period  we  applied  it  to  a  power-loom  for  weaving  MarseiUea  qtdUs  /  and  the  pa 
tenta  obtained  in  England  by  Mr.  Bullough  and  Mr.  Ramfibottom,  for  modi- 
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Fig.  200,  represents  a  back  elevation  of  a  common  power  loora^ 
having  the  fork  and  grid  mechanism  attached  thereto ;  Fig.  201,  a 
side  elevation,  in  section,  of  so  much  of  the  loom  as  will  enable  us 
to  show  the  application  of  the  motion  ;  and  Fig.  202,  a  plan  view 
of  part  of  the  apparatus  detached  from  the  loom. 

•Fig.  90a 


A  A,  Cam  shaft 

B,  Ann  fixed  upon  the  cam  shaft  A  A. 

C,  Stad-pin  bolted  in  the  arm  B,  for 
raising  the  lever  D. 

D,  Lever  fixed  on  the  shafl  or  rod  F ; 
its  position,  as  seen  from  the  back 


of  the  loom,  is  shown  in  Fig.  200, 
and  a  side  view  is  given  in  Fig.  201. 
E,  Catch  lever,  also  fixed  on  the  shaft 
or  rod  F,  as  shown  in  Fig.  200^  a 
side  view  of  it  may  be  seen  in  Fig* 
201. 


fications  of  it,  of  course,  belong  to  us.  We  made  still  further  improvements 
on  the  motion  in  the  years  1836  and  1838,  for  which  we  obtained  patents  in 
November,  1839,  in  the  name  of  Moses  Poole,  of  the  Patent  OfHce,  4  Lin* 
coin's  Inn,  Old  Square,  London.  We  also  secured  patents  for  the  same  in* 
vention,  in  France  and  Belgium,  through  Henry  Truffaut,  Esq.,  patent  agent 
As  we  shall  have  occasion  to  enter  more  fully  into  the  investigation  of  the  re- 
spective merits  of  different  motions  for  stopping  the  loom  when  the  weft 
thread  breaks  or  becomes  exhausted  in  the  shuttle,  in  the  next  section,  we  will 
thftrefore,  offer  no  further  remarks  upon  the  subject  here. 

63 
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F,  Shaft  or  rod  fixed  underneath  the 
breast  beam,  or  rather  a  little  inside 
of  it,  (towards  the  lay;)  it  reaches 
from  side  to  side  of  the  loom,  and 
rests  on  the  frame  in  suitable  oear- 
ings. 

G,  Lever  working  on  the  stud-pin  O. 
(See  Fig.  200.)  This  stud-pin  is 
secured  by  a  screw  nut  P,  m  the 
outer  part  of  the  slotted  piece  N. 

h,  Round  pin  made  to  fit  in  the  socket 
of  the  lever  G,  as  shown  in  Fig. 
202,  and  forms  the  fulcrum  of  the 
fork,  the  fork  working  freely  upon 
it:  this  pin  /i,  may  be  secured  at 
any  required  distance  to  suit  the 
proper  workinj^  position  of  the  fork 
1,  by  means  of  the  set  screw  r. 

I,  The  fork  which  plays  against  the 
weft  thread  every  time  the  lay  ap- 
proaches the  breast  beam :  this  fbric, 
when  it  meets  with  the  weft  thread, 
presses  it  against  a  few  coarse  dents 
m  the  outer  edge  of  the  reed,  near 
the  selvage  of  the  cloth,  the  under 
extremities  of  the  prongs  of  the 
fork  entering  the  dents  below;  but 
the  resistance  of  the  weft  thread  will 
prevent  the  fork  passing  through 
to  its  full  distance,  and  consequenUy 
the  other  end  of  the  fork,  with  the 
hook  or  catch  upon  it,  will  be  eleva- 
ted, allowing  tne  arm  B)  with  its 
stud-pin  C,  to  give  free  motion  to 
the  lever  £,  on  the  rod  F,  in  case 
the  weft  thread  is  notlHroken  or  has 
become  expended  on  the  bobbin. 

J,  (Fig.  201,)  Lay  sword,  showing  the 
lay  and  upper  rail  L,  to  receive  the 
reed. 

K,  The  race  board. 

L,  Upper  rail  to  receive  the  reed,  in 
the  usual  way. 

M,  The  belt-shipper  or  spring-rod,  for 
throwing  the  loom  in  or  out  of  gear ; 
it  is  precisely  the  same  as  those 
used  m  common  power  looms. 

N,  (Fig.  202,)  Stand,  bolted  at  one 
side  of  the  loom,  outside  the  end  of 
the  breast  beam,  as  shown  in  Fig. 
200;  in  this  stand  there  is  a  slot 
made  like  that  marked  N,  in  Fig. 
202,  into  which  the  shif^per  M,  is  in- 
serted in  the  usual  way. 

O,  Stud-pin  forming  the  axis  of  the 


lever  G.  which  lever  should  vibrate 
freely  ttiereon:  the  stud-pin  O,  is 
bolted  firmly  in  the  slotted  piece  N, 
by  means  of  the  screw  nut  P,  (see 
Fi^.  200 ;)  the  place  where  it  is  to 
be  mserted  is  indicated  by  a  small 
round  hole  in  Fig.  202. 

P,  Screw-nut  to  secure  the  stud-pin  O, 
firmly  in  the  extreme  end  of  the 
slotted  stand  N,  as  shown  in  Fig. 
200. 

Q,  (Fig.  200,)  Bolt  which  secures  the 
slotted  piece  N,  to  the  frame  of  the 
loom. 

r,  Set-screw  for  securing  the  round 
pin  which  carries  the  grid  I,  and 
by  which  set-screw  its  distance 
from  the  reed  is  regulated. 

S,  (Fig.  201,)  Prongs  of  the  fork  L 

T,  Fulcrum  of  the  fork  I,  which  ful- 
crum is  made  upon  the  bent  end  of 
the  round  pin  h^  as  shown  in  Fig. 
202 ;  a  portion  of  this  pin  h^  is  left 
out  in  Fiff.  201,  in  order  to  show  the 
form  of  the  upper  end  of  the  lever 
E,  (which  may  be  called  the  hawr 
mer,)  and  also  the  shape  of  the 
hook  or  catch  end  of  the  fork ;  the 
position,  however,  of  the  fulcrum  of 
the  fork  I,  (shown  in  Fig.  202,)  is 
correctly  represented  at  T,  Fig.  201 ; 
from  which  explanation,  no  mflkul- 
ty  can  possibly  arise  to  those  loom- 
makers  and  manuftMsturers  who  may 
wish  to  construct  the  motion. 

U,  Breast  beam,  which  may  be  made 
of  either  wood  or  cast-iron. 

y,  (Fig.  200,)  Framing  of  one  side  of 
the  loom,  which  is  seeured  to  the 
floor  by  means  of  a  suitable  bolt 
passed  into  the  flange  or  projec- 
tion W. 

W,  Flange  or  projection  by  which  the 
loom  is  screwed  to  the  floor;  there 
are  four  such  flanges  to  a  common 
loom,  one  to  each  post 

X,  (Fig.  201,)  Post  of  the  loom  m  sec- 
tion: the  other  parts  in  this  Fig., 
beinff  also  in  sectkm.  the  ordinary 
side-framing  is  notsnown  in  con- 
nexion with  the  post  X ;  and.  be- 
sides, we  wish  to  avoid  every  thing 
which  approximates  in  the  least  to- 
wards myttification. 


The  fork  I,  is  made  of  wrought  iron ;  it  resembles  a  common  eat- 
ing fork  at  one  end,  and  is  bent  as  shown  at  S,  Fig.  201 ;  the  other 
end,  or  that  nearest  the  breast  beam,  is  made  flat  and  formed  into 
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a  hook,  as  represented  in  the  Fig.,  for  the  purpose  of  catching  the 
hook  or  shoulder  of  the  lever  E.  The  flat  end  is  made  a  little  heav- 
ier than  the  fork  end  which  plays  into  the  reed,  so  that  it  may  al- 
ways fall  on  the  hammer  of  the  lever  E,  uidess  raised  by  the  action 
of  the  weft  thread,  or  rather  the  action  of  the  fork  coming  in  con- 
tact with  the  weft  thread  and  carrjring  it  against  the  reed,  thus 
causing  the  hook  end  of  the  fork  I,  during  the  forward  motion  of 
the  lay,  to  be  raised  out  of  the  jog  in  the  upper  end  of  the  lever  E, 
so  that  this  lever  will  always  miss  the  hook  or  catch  and  pass  on 
vnthout  interruption,  until  the  weft  thread  is  broken  or  becomes  ex- 
hausted in  the  shuttle. 

The  levers  E,  and  D,  are  fixed  firmly,  by  set  screws,  on  the  shaft 
or  rod  F ;  and  motion  is  communicated  to  them  from  the  cam  shaft 
A  A,  (see  Figs.  200  and  201,)  by  means  of  the  slotted  arm  B,  and 
stud-pin  C,  which  pin  may  be  regulated  (up  or  down)  in  the  slot  of 
the  arm  B,  (see  Fig.  201,)  according  to  the  distance  that  is  neces- 
sary to  move  the  hammer  on  the  upper  end  of  the  lever  E,  forward, 
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for  the  purpose  of  unshipping  the  belt  from  the  tight  pulley  on  to 
the  loose  one. 

Now,  it  will  be  evident,  that  so  long  as  the  weft  thread  continues 
unbroken,  the  loom  will  continue  in  operation ;  but  should  it  break, 
or  cease  to  be  delivered,  the  fork  will  meet  vnth  no  resistance,  and 
will  consequently  pass  through  the  reed  to  the  full  distance  to  which 
it  is  regulated,  thus  allowing  the  bent  nib  or  hook  at  its  other  end, 
near  the  breast  beam,  to  fieill  on  the  hanmier  at  the  upper  end  of  the 
lever  E,  first  dropping  on  the  inclined  back  projection  of  the  ham- 
mer, but  during  the  forward  motion  of  the  lay,  the  nib  or  hook  will 
slip  into  the  jog  or  notch,  as  represented  in  Fig.  201.  The  stud  C, 
will  now  act  on  the  lever  D,  and,  consequently  the  lever  E,  by 
means  of  the  jogged  hammer  at  its  upper  end,  wiO  carry  the  fork  I, 
with  the  lever  G,  and  the  round  pin  A,  which  forms  the  fulcrum  of 
the  fork,  forward,  until  the  side  or  edge  of  the  lever  G,  comes  in 
contact  with  the  belt-shipper  M,  and  drives  it  out  of  the  jog  or  notch 
N,  as  represented  in  Fig.  202. 

Fig.  903. 


There  is  a  small  plate,  with  three  or  four  wires  fixed  in  it,  in  the 
form  of  a  coarse  re^,  for  the  points  of  the  grid  (at  Kj)  to  work 
through,  as  the  reed  could  not  stand  the  wear  and  tear  of  continual 
use ;  besides,  the  prongs  of  the  fork  could  not  be  made  to  work  with 
precision  through  the  reed,  unless  it  were  very  coarse. 

For  coarse  cotton  goods,  the  fork  need  only  have  three  prongs ; 
but  for  fine  goods,  such  as  muslin,  four  prongs  will  enable  it  to  act 
with  greater  certainty.  The  reed  of  the  loom  in  which  this  motion 
is  to  be  applied,  should  be  made  to  extend  beyond  the  selvage  of  the 
cloth  on  that  side  of  the  loom  where  the  fork  is  to  be  fdaced,  so  thai 
the  reed-maker  may  have  room  to  insert  five  or  six  strong  dents  in 
it  sufficiently  far  from  the  selvage  that  the  fork  may  not  come  in 
contcict  with  the  teeth  or  outer  edge  of  the  temple.  The  distanoe 
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between  tfaeae  dents  should  be  neaily  ,^,  the  of  an  inch,  for  coarae 
fiibrics,  but  for  fine  goods  |-th  of  an^  inch  would,  perhaps,  be  better; 
or,  in  the  latter  case,  the  fork  might  be  made  with  an  additional 
prong  and  the  distance  between  the  dents  remain  as  in  the  former 
instance.  In  applying  this  motion  to  a  loom  where  the  reed  is  not 
made  for  the  purpose,  if  it  be  of  sufficient  length,  a  few  of  the 
dents  may  be  drawn  out,  and  five  or  six  coarse  ones  inserted ;  but 
should  the  reed  not  be  kng  enough  to  admit  of  this,  a  small  addi- 
tional piece  may  be  made  with  coarse  dents,  and  placed  at  the  end 
of  the  large  reed ;  it  should  be  well  secured,  or  the  prongs  of  the 
fork  would  be  liable  to  strike  against  the  dents,  instead  oi  entering 
between  them,  and  thus  cause  much  damage. 

There  is  a  small  piece  of  brass,  of  the  form  of  a  grid,  with 
flanges  at  each  side,  let  into  the  shuttle-race  or  race4M>ard,  and  on  a 
level  with  it;  this  piece  is  feistened  down  by  four  small  wood 
screws,  two  at  each  side ;  the  slots  of  this  piece  are  wdl  smoothed 
out,  and  its  upper  surfiEU^  is  polished :  it  has  (me  slot  for  each  prong 
of  the  fork  I ;  and  into  these  slots  the  prongs  work  at  each  vibra- 
tion of  the  lay :  the  slots  are  of  sufficient  depth  to  prevent  the  weft 
thread  from  getting  under  the  points  of  the  prongs,  for  if  this  took 
place,  the  loom  would  be  directly  thrown  out  of  gear,  although  the 
weft  thread  remained  unbroken.  The  depth  of  the  slots  in  the  grid 
piece,  and  the  position  of  the  prongs  of  the  fork  I,  are  shown  in 
Fig.  201 ;  the  dotted  Une  below  the  letter  K,  points  out  the  depth 
of  the  riot 

Should  the  weft  thread  break  or  become  expanded,  however,  on 
the  side  of  the  loom  opposite  to  that  on  which  the  motion  is  fixed, 
whQe  the  shuttle  is  passing  towards  the  motion,  the  loom  will  in- 
stantly be  thrown  out  of  gear ;  but,  on  the  contrary,  should  the  weft 
break  or  become  expended  during  the  passage  of  the  shuttle  firom 
the  motion,  the  loom  will  not  be  thrown  out  of  gear ;  because  the 
arm  B,  with  its  stud  C,  will  not  then  be  in  a  position  to  act  on  the 
lever  D. 

If  it  be  desired  to  stop  the  loom  without  losing  one  pick,  a  suita- 
Ue  connexion  must  be  formed  with  the  belt-shipper  fi-om  the  other 
side  of  the  loom  for  that  purpose ;  which  any  practical  weaver  may 
efiect  without  difficulty.  For  the  generality  of  goods,  however,  the 
motion  at  one  side  of  the  loom,  as  represented  in  Figs.  200,  201 
and  202,  will  answer  the  purpose  well  enough  without  any  addition 
thereto. 

Packing  Machinery. — ^A  correspondent  in  the  Mechanic^  Mag- 
azine  suggests,  that  the  grease  used  fox  machinery  about  to  be 
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packed,  should  be  subjected  for  about  an  hour,  to  a  heat  of  230^ 
Fahr.  in  order  to  evaporate  its  watery  particles ;  and  that  with  it  be 
mixed  a  good  portion  of  fresh-burned  charcoal,  reduced  to  an  im 
palpable  powder. 

Preservation  of  Iran  from  Rust. — A  mastic  or  covering  for  this 
purpose,  proposed  by  M.  Zeni,  and  sanctioned  by  the  Society  d'  En- 
couragement, is  as  follows : — ^Eighty  parts  of  pounded  brick,  passed 
through  a  silk  sieve,  are  mixed  with  20  parts  of  litharge :  the  whole 
is  then  rubbed  up  by  the  muUer  with  linseed  oil,  so  as  to  form  a 
thick  paint,  which  may  be  diluted  with  spirits  of  turpentine.  Be- 
fore it  is  applied  the  iron  should  be  well  cleaned. 

Froip  an  experience  of  two  years,  upon  locks  exposed  to  the  air, 
and  watered  daily  with  salt  water,  after  being  covered  with  two 
coats  of  this  mastic,  the  good  effects  of  it  have  been  thoroughly 
proved. — Bull,  d?  Encour. 

Method  of  giving  a  blcuJc  and  glossy  coating  to  cast  iron  trinr- 
ketSf  and  other  articles  of  the  same  material, — This  composition 
is  simple,  and  offers  the  invaluaUe  advantage  of  efficaciously  resist- 
ing the  action  of  the  atmosphere,  and  even  of  weak  acids,  so  that 
the  process  may  be  em[doyed  for  coating  a  great  variety  of  cast 
utensib  commonly  used  in  our  fisunilies.  The  coating  easily  fixes 
itself  on  cast  iron,  and  may  also  be  used  on  hammered  iron,  but 
with  less  certainty  of  success  in  the  latter  case  than  in  the  former. 

Attach  each  of  the  articles  to  be  coated  to  an  iron  wire  bent  above 
into  a  hook,  and  apply  a  thin  coat  of  linseed  oil ;  the  coat  must  be 
thin,  to  prevent  the  oil  from  running,  forming  asperities  or  knots 
where  it  collects.  Hang  them  eight  or  ten  inches  above  a  wood 
fire,  so  that  they  may  be  completely  enveloped  in  the  smoke.  When 
they  have  been  thus  exposed  to  a  brisk  fire  for  about  an  hour,  lower 
them  so  that  they  shall  be  near  the  burning  coals,  without  touching 
them  ;  at  the  expiration  of  about  fifteen  minutes  remove  the  arti- 
cles, and  immediately  immerse  them  in  cold  spirits  of  turpentine. 

Any  articles  which,  after  this  last  operation,  may  be  found  defi- 
cient in  brilliancy,  or  not  sufficiently  black,  are  to  be  re-exposed  to 
the  burning  coals  for  a  few  minutes,  and  again  dipped  in  the  spirits 
of  turpentine. 

This  process,  which  may  be  variously  modified  to  suit  different 
articles,  may,  from  its  simplicity,  be  extensively  appUed,  and  will 
prove  useful  in  all  cases  in  which  cast  utensils  are  subject  to  rapid 
oxydation. 
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FIGURED  WEAVING. 

Weave,  brothers,  weave ! — Swiftly  throw 

The  shuttle  athwart  the  loom, 
And  show  us  how  brightly  your  flowers  gTOW| 

That  have  beau^  but  no  perfume  I 
Come,  show  us  the  rose,  with  a  hundred  dyes, 

The  lily,  that  hath  no  spot, 
The  violet,  deep  as  your  true  love's  eyes. 

And  the  little  forget-me-not ! 

Sing^—tingj  brothers  !  weave  and  sing  I 
'Tis  good  both  to  sing  and  to  weave; 

'TYff  better  to  work  than  live  idle, 
^Tis  beUer  to  sing  than  grieve. 

Weave,  brothers,  weave !— Weave,  and  bid 

The  colours  of  sunset  glow ! 
Let  grace  in  ecu^h  gliding  thread  be  hid ! 

Let  beauty  about  ye  blow ! 
Let  your  skein  be  long,  and  your  silk  be  fine, 

And  your  hands  both  firm  and  sure, 
And  time  nor  chance  shall  your  work  untwine, 

But  all,— ^like  a  truth, — endure ! 

iSit),— «in^,  brothers,  fc 

Weave,  brothers,  weave !— Toil  is  ours ; 

But  toil  is  the  lot  of  men ; 
One  gathers  the  fruit,  one  gathers  the  flowers, 

One  soweth  the  seed  again! 
There  is  not  a  creature  from  England's  King, 

To  the  peasant  that  delves  the  soil, 
That  knows  half  the  pleasures  the  seasons  bring, 

If  he  have  not  his  share  of  toil ! 

So,— sing,  brothers,  fc 

Barbt  Cornwall. 

The  first  loom  for  weaving  figured  fabries,  by  power,  which  we 
shall  notice,  is  a  damask  loom ;  but  before  beginning  to  describe  it 
we  shall  oflTer  a  few  observations  regarding  damask  textures  gen- 
erally. 
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Damcak  is  a  variegated  textile  fiibric  richly  ornamented  with 
figures  of  flowers,  fruits,  landscapes,  animab,  &;c.,  and  is  a  rich, 
elegant  and  expensive  species  of  ornamental  weaving.  The  name 
is  said  to  be  derived  from  Damascus,  where  it  was  anciently  made, 
with  engines  invented  by  that  celebrated  individual,  E.  K.  Ar- 
phaxad. 

The  tweel  of  damask  is  usually  half  that  of  full  satin  (a  full 
satin  is  woven  with  16  leaves  of  headles,  as  represented  at  page 
109,)  and,  consequently,  consists  of  eight  leaves,  moved  either  in 
regular  succession,  or  at  r^ubr  intervals. 

The  chief  seat  of  the  damask  table-cbth  manufecture  is  at  Lia- 
bum,  Lurgan,  and  Ardoyne,  (near  Belfistst,)  Ireland,  where  it  is  con- 
sidered as  the  staple,  having  proved  a  very  profitable  branch  of  traf- 
fic, and  given  employment  to  many  thousands  of  industrious  people. 

Damask  table-cloths,  tic.  are  manufactured  extensively  in 
the  town  and  neighbourhood  of  Dumfermline,  in  Fifeshire,  Scot- 
land; but,  in  point  of  texture,  those  made  in  Ireland  greatly 
excel  them,  and  particularly  so  the  goods  produced  by  Michael 
Andrews,  Esq.,  of  Ardoyne,  and  John  Coulson,  Esq.,  of  Lisbum ; 
which  gentlemen  are,  without  exception^  the  best  manu&ctu- 
rers  of  this  species  of  fistbric  in  Europe.  Damask  table-cloths 
are  also  manufactured  extensively  in  Belgium,  at  Silesia  (Austria,) 
and  in  different  parts  of  Russia.  In  the  last  of  these  countries  the 
texture  is  coarse,  and  is  commonly  known  by  the  name  of  Russian 
diaper  ;  the  patterns,  however,  often  display  great  taste ;  the  cloth 
has  but  few  picks  of  weft  to  the  inch,  but  it  is  passed  between  two 
powerful  iron  cylinders,  which  flatten  out  the  threads,  and  give  the 
texture  a  finer  appearance  than  it  would  otherwise  have ;  the  goods 
nevertheless  wear  well,  and  are  much  used  in  the  houses  of  the 
middle  classes. 

The  Emperor  Nicholas  holds  out  every  encouragement,  through 
his  agents  in  different  parts  of  Europe,  to  all  workmen  of  talent  in 
the  department  of  figured  weaving.  Sixty  or  seventy  of  the  best 
weavers  in  Great  Britain,  France,  and  Belgium,  have  already  emi- 
grated to  Russia,  for  the  express  purpose  of  establishing  manu&c- 
tures  of  every  description  of  figured  goods  in  that  country. 

The  table-cloth  manu&cture  in  Belgium,  b  mostly  confined  to 
Gourtray ;  the  principal  manufacturer  there  is  M.  Alexandre,  a  very 
intelligent  and  worthy  individual.  In  France  the  most  extensive 
manufiEu^rer  of  this  kind  of  goods,  is  M.  E.  Feray,  of  Easonne. 
Seine  et  Oise :  this  gentleman  employs  about  100  damask  looms, 
and  as  many  for  weaving  other  stuffs ;  he  has  two  large  mills,  be- 
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sides  his  dainask  fiictory,  and  an  extensive  machine  shop ;  the  table- 
cloths produced  by  him  are  of  a  very  superior  quality.  Mr.  F.  ob- 
tained his  knowledge  of  this  business  in  Ireland,  where  he  seems  to 
have  been  a  pretty  frequent  visiter,  both  before  and  after  commen- 
cing it  on  his  own  account  We  would  state,  however,  that  for  va- 
rious reasons  which  we  could  name,  neither  his  establishment,  nor 
any  other  in  France,  can  compete  «uccessfully  with  those  of  Ireland 
in  the  production  of  linen  damasks.  Table  and  piano-forte  covers 
are  manufectured  [Nretty  extensively  in  the  north  of  England :  but  in 
regard  to  the  finer  kinds  of  linen  damask,  there  is  no  great  pros- 
pect of  their  ever  driving  the  L-ish  manuCeLcture  out  of  the  market. 

This  branch  of  industry  might  be  established  with  success  in  the 
United  States  of  America.  The  raw  material  oould  be  grown  in 
many  parts  of  the  country,  as  the  climate  seems  to  be  well  adapted 
to  it ;  and  until  such  time  as  sufficient  quantities  of  flax  could  be 
raised  to  supply  the  home  consumption,  a  profitable  business  might 
be  carried  on  in  the  production  of  table  and  piano-forte  covers,  in 
all  their  varieties.  We  are  convinced  that  6,600  power  looms,  at 
least,  could  find  em[doyment  provided  thai  the  infiux  of  the  foreign 
article  was  impeded,  by  suitable  import  duties :  but  until  this  is 
done,  it  will  be  impossible  (even  for  the  best  power  loom  machinery 
tn  the  world)  to  contend  against  the  manufactures  of  foreign  coun 
tries,  in  a  branch  of  industry,  where  the  most  skillful  manual  la^ 
hour  goes  for  comparatively  nothing;  the  compensation  received  by 
those  workmen  who  are  there  employed  in  the  manufacture  being 
merely  sufiicient  to  keep  soul  and  body  together.  Even  steam 
power,  in  such  a  case,  would  soon  not  have  a  leg  to  stand  upon,  in 
contending  against  such  famished  loons ;  for  coals,  and  the  wear 
and  tear  of  machinery  cannot  be  kept  up  without  some  expense. 
If  we  were  permitted  to  suggest  locations^  in  the  United  States, 
where  power  looms  might  be  erected,  we  would  say,  that  600  might 
be  established  at  Saco,  Maine ;  600  at  Lowell,  Mass.;  600  at,  or 
near  Providence,  R.  I.^  600  at  Paterson,  N.  J.;  600  at  Troy,  N.  Y.; 
600  at  Mannayunk,  600  at  Pittsburg,  Pa.^  600  at  Columbus,  Ohio ; 
600  at  Richmond,  Ya.^  600  in  Georgia ;  and  600  more  might  find 
profitaUe  employment  in  Itrwa  and  Michignn,  These  numbers^ 
however,  could  easily  be  augmented  fi-om  time  to  time,  so  as  to  keep 
pace  with  the  increase  of  population,  as  well  as  to  meet  the  foreign 
demand. 

Damasks  are  woven  in  the  Jacquard  and  draw  looms,  and  also 
in  the  cylinder  or  barrel  loom.   Mr.  Ck>ul8on  uses  the  draw  loomeii^ 
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tirely,  because  he  imagines  it  to  be  more  applicable  to  his  yeiy 
complicated  and  extensive  patterns ;  whereas,  Mr.  Andrews,  em- 
ploys the  Jacquard  principally,  (as  do  nearly  all  the  other  enterpris- 
ing Irish  manufocturers  of  the  present  time,)  and  produces  equally 
perfect  work,  and  as  extensive  patterns,  if  not  superior  to  those  of 
Mr.  Coulson :  but,  Mr.  C,  being  a  gentleman  of  the  old  school,  has 
long  since  determined  in  himself y  to  discountenance  every  valua- 
ble improvement  which  is  introduced  into  the  trade,  and  conse- 
quently, his  once  celebrated  estabUshment  is  now  fading  into  the 
"  sear  and  yellow  leaf,"  while  those  manufiicturers  of  less  contracted 
views  are  adopting  extensively  the  new  improvements  as  they 
rise.* 

In  table  cloth  weaving  the  ground  leaves  of  headles  are  gene- 
rally placed  seven  or  eight  inches,  in  front  of  the  mounting  which 
produces  the  figure ;  for,  if  they  were  too  near  the  mails  of  this 
mounting,  they  would  in  working  strain  and  break  the  warp  threads, 
producing  in  the  face  of  the  cloth  little  loops,  or  something  not  un- 
like the  ears  of  birds  (house  sparrows.) 

Silk  damasks  are  manu£BU)tured  in  great  quantities  in  Lyons, 
Paris,  and  several  other  parts  of  France,  for  ladies'  shawls,  &c.\ 
they  are  also  made  pretty  extensively  in  Spitalfields,  and  Manches- 
ter, (England,)  and  at  Paisley,  (Scotland.)  Damasks  have  of  late 
years  been  introduced  wholly  composed  of  cotton,  in  the  form  of 
shawls,  and  other  kinds  of  ornamental  dresses ;  and  are  mostly  ex- 
ported for  the  use  of  the  negro  population,  both  in  Africa  and 
America. 


*  Abdollatiph,  who  visited  Egypt  A.  D.  1200,  mentioDS  that  the  Arabe 
employed  the  mummy  cloth  to  make  garments,  (p.  221  of  the  German  trans- 
lation ;  p.  198  of  Silvester  de  Sacy's.).  Much  more  recently  the  same  prac- 
tice has  been  attested  as  coming  under  the  observation  of  Seetzen.  (See 
his  letter  to  Von  Hammer  in  the  Fundgruben  des  Orients,  1  SL  p.  72,  as 
quoted  by  Blumenbach,  1.  c.)  Caillaud  discovered  in  the  mammy  which  he 
opened,  several  napkins  in  such  a  state  of  {^reservation  that  he  took  a  fancy 
to  use  one.  He  had  it  washed  eight  times  witliout  any  perceptible  injury. 
"  With  a  sort  of  veneration,"  says  he,  "  I  unfolded  every  day  this  venerable 
linen,  which  had  been  woven  more  than  1700  years."  (Voyage  ii  Meroc  et 
au  Fleuve  Blanc.) 

^  According  to  Josephus  the  Jewish  priests  wore  drawers  of  spun  flax,  and 
over  the  drawers  a  linen  garment  It  had  Jlowers  woven  into  it  which  were 
of  three  different  eubetancee.  (Ant  Jad.  iii.  7. 1.  2.  p.  118.  ed.  Hudsoa)  He 
soon  after  mentions  the  same  materials  as  used  for  making  the  cortaios  for 
the  tabernacle.  In  aU  these  instances  the  omamente  were  of  splendid  colours 
vpon  a  ground  of  wkUe  Unen,^ 
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Some  of  the  inoet  useful  plans  of  tweeling  are  as  follow : 
A  B 

Regular.  Broken. 


C  D 

Regular.  Broken. 


E  F 

Regular.  Broken. 


6  H 

Broken.  Broken. 


These  plans  represent  the  different  tweels  in  use  at  the  present 
day  among  manufacturers  of  damask  table-cloths.  The  tweel 
marked  A,  is  a  regular  tweel,  and  that  marked  B,  a  broken  tweel ; 
they  are  both  on  five  leaves  of  headles,  numbered  fi-om  1  to  6  :  ta- 
ble cloths  woven  with  this  tweel  for  the  ground  are  called  bastard 
damask.    The  tweel  shown  at  C,  is  a  six  leaf  regular  tweel,  and 
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that  at  D,  a  six  leaf  broken  tweel ;  they  axe  both  woven  with  mx 
treadles :  these  tweeb  are  not  much  used  in  linen  or  cotton,  being 
mostly  confined  to  silk  damask  weaving.  E,  is  an  eight  leaf  regular 
tweel,  and  F,  an  eight  leaf  broken  tweel ;  they  are  both  woven 
with  eight  treadles.  G,  and  H,  are  two  other  kinds  of  eight  leaf 
broken  tweels,  also  woven  with  eight  treadles ;  that  marked  H,  is 
most  commonly  used  by  table-cloth  manuSeu^turers.  The  cross 
marks  in  these  plans  denote  raising  cords,  and  the  black  squares 
sinking  cords.  The  methods  of  arranging  the  leaves  of  headlesy 
treadles,  &c.  (which  work  the  ground,)  will  be  hereafter  more  fully 
explained. 

Damasks,  for  table-covers,  are  sometimes  woven  with  a  five  leaf 
tweel,  and  often  with  one  of  eight  or  even  more  leaves.  When  wo- 
ven with  a  Jive  leaf  tweel  they  are  usually  denominated  bastard 
damasksy  and  when  more  than  eight  leaves  are  employed  for  the 
ground  they  are  called  superfine  damasks.  The  eight  leaf  tweel, 
as  before  observed,  is  that  which  is  usually  termed  the  damask  tweel. 

The  number  of  threads  in  each  mail  of  these  fabrics  is  likewise 
variable,  being  three,  four,  or  more,  according  to  the  intended  fine- 
ness of  the  web.  Taking  advantage  of  this  circumstance,  the  da- 
mask weaver  has  seldom  occasion  to  change  his  harness,  though  he 
may  require  to  change  the  set  of  his  reed ;  which  is  easily  done  by 
varying  the  number  of  threads  in  each  interval  in  the  same  man- 
ner. This  plan,  for  the  sake  of  economy,  is  often  carried  still  &r- 
ther,  particularly  where  great  accuracy  is  not  required,  by  drawing 
an  extra  thread  in  a  mail  occasionally  at  regular  intervals,  in  the 
same  way  that  weavers  miss  their  overplus  headles  when  the  bea- 
dles are  finer  than  the  reed.  Damask,  however,  when  wanted  very 
fine^  and  when  mttck  accuracy  and  delicacy  are  required  in  the 
design  and  colouring  of  the  pattern,  may  be  woven  in  a  full  har- 
ness ;  but,  as  these  require  a  great  quantity  of  cordage,  and  conse- 
quently are  very  expensive  in  mounting,  especially  when  the  pat- 
tern is  large,  the  full  damask  harness  is  not  common. 

The  Irish  damask  table  cloth  manufacturers  put  4  threads  in  the 
mail  generally,  and  give  4  threads  of  weft  to  the  change  of  pattern, 
changing  the  pattern  twice  for  once  over  the  ground  treadles.  By 
this  means  a  finer  point  is  obtained,  and,  of  course,  a  nearer  ap- 
proach is  made  to  the  lull  harness  principle ;  for,  it  is  evident,  that 
if  there  were  eight  threads  of  weft  instead  of  four  threads  given  to 
the  change  of  pattern,  the  point  would  be  coarser  in  the  same  pro- 
portion. 

In  looms  mounted  for  weaving  extensive  patterns,  considerable 
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economy  k  also  obtained  by  introducing  what  is  termed  single  and 
double  mounting.  In  the  single  mounting,  every  mail,  in  each 
part,  has  a  cord  and  needle  to  itself,  and  therefore,  can  be  raised  in- 
dependent of  any  other ;  the  double  mounting  is  merely  certain 
portions  of  the  border  or  body  gathered.  By  using  these  a  vast  deal 
of  expend  is  saved  in  drawing  and  designing,  particularly  in  ex- 
tensive patterns. 

For  example,  suppose  a  damask  table-cloth  were  to  be  woven, 
containing  63  porters  of  warp  and  5  threads  in  each  mail,  then 
we  have 

126  pcMters  of  warp ; 
40  threads  in  one  porter ; 


5)5040  threads ; 
1008  mails  in  the  whole  web. 

Now,  these  may  be  divided  into  parts  thus : — 

For  one  side  border,  18  designs,  single 

For  the  body  of  the  web,  26     do.      double ; 

do.  do.  12     do.      single; 

do.  do.  26     do.      double; 

For  the  other  side  border,  18     do.      single ; 

100  designs ; 
10  mails  in  a  design ; 

1000  mails; 

which  deducted  from  the  above  given  quantity  of  warp,  leaves  8 
mails,  or  20  dents  of  the  reed  fpr  selvages.  Here  the  designer  may 
draw  any  pattern  he  pleases  for  the  bcurders  to  the  extent  of  18  de- 
signs, or  180  cords  of  the  figuring  machine ;  in  the  body  of  the 
table  cover,  he  may  also  draw  any  pattern  he  pleases  on  the  12 
designs  in  the  centre,  as  that  part  is  single  mounting  but  it  must 
be  such  as  will  join  with  the  26  designs  of  double  mounting  on 
each  side,  so  as  to  form  all  the  patterns  into  one  complete  group. 
In  this  example  the  tie  of  the  harness  will  be  180  cords  single,  of 
the  figuring  machine,  of  the  borders ;  260  cords  double,  and  120 
single,  for  the  body ;  making  in  the  whole  660  needles  for  the 
Jacquard. 

Patterns  for  damask  table-cloths  are  designed  on  10  by  10  paper, 
and  may  be  woven  square,  by  adapting  the  number  of  picks  on 
each  change  of  pattern  to  the  intended  thickness  of  the  cloth.  Table* 
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cloth  patterns  are  generally  composed  of  coats  of  arms,  groups  of 
flowers,  landscapes,  birds,  trees,  &c. 

Damask  harnesses  are  sometimes  mounted  for  the  draw  loom ; 
sometimes  ou  the  Jacquard  plan ;  and  sometimes  the  principles  of 
both  these  are  combined,  as,  for  example,  when  a  coat  of  arms  is 
to  be  woven  in  the  centre  of  a  table-cloth.  In  the  last  case,  the 
borders  and  part  of  the  body  are  commonly  mounted  for  the  Jac- 
quard machine,  while  the  part  for  working  the  armorial  bearings  is 
adapted  to  the  draw-boy  (see  draw-loom.)  In  large  mountings,  how* 
ever,  there  are  frequently  four  or  more  simples,  and  sometimes  four 
or  more  pulley-boxes,  these  boxes  being  placed  in  the  most  conve- 
nient position  for  the  weaver ;  and  when  any  of  the  rimples  are  not 
employed,  they  are  tied  up  and  laid  aside  until  wanted  in  their 
turn.* 

It  may  be  further  remarked,  that,  in  weaving  damasks,  in  gene- 
ral, when  any  portion  of  the  harness  cords  are  raised  by  the  Jac- 
quard, to  form  a  flowering  shed,  these  cords  must  be  kept  raised  by 
the  machine  until  the  proper  number  of  picks  to  the  card  is  given. 

The  common  damask  shawl  has  uniformly  four  threads  in  the 
mail ;  it  is  woven  with  an  eight  leaf  satin  tweel,  like  either  of 
those  marked  F,  G,  or  H,  in  the  preceding  examples ;  and  it  may 
be  woven  with  four  or  eight  picks  of  weft  to  the  change  of  pattern. 
The  warp  and  weft  of  this  class  of  goods  are,  for  the  most  part,  of 
difierent  colours. 

The  kx>m  which  now  claims  our  attention,  is  for  weaving  tabk^ 
cloths,  bed-covers,  vnndow-curtains,  &c.,  and  was  made  the  subject 
of  a  patent,  in  the  United  States,  by  Messis.  Tompkins  and  Gilroy, 
of  North  Providence,  R.  I.,  May  9th,  1835 ;  and  is  the  first  power 
horn  toith  Jacquard  machinery^  for  weaving  these  kinds  of  text- 
ures, ever  erected  in  America. 


*  IHscovery  of  ancient  Fiect-goods  and  manufajctured  stuff9.—li  is  more  than 
a  thousand  years  siiice  Theodolphus,  Bishop  of  Orleans,  gave  to  Notre  Dame 
du  Puy  en  Velay  a  beautifUl  manuscript,  containing  the  ancient  Testament^ 
the  chronography  of  Bl  Isidore,  and  other  pieces,  the  whole  distributed  into 
138  articles.  He  made  this  gift  in  gratitude  for  his  deliverance  from  the 
prison  of  Angers,  where  be  was  confined  in  835.  It  was  on  Palm  Sun- 
day thai  year,  while  Louis  le  Debonnaire  was  passing  that  he  began  to  sing 
a  well  known  Canticle,  which  the  Catholic  Church  has  since  then  introduced 
into  its  ceremonies.  This  precious  manuscript,  in  a  state  of  perfect  preserva- 
tion, is  to  be  seen  in  the  archives  of  the  Bishopric  of  du  Puy  en  Yday,  de- 
partment of  the  Haute  Loire.  A  portion  of  the  manuscript  is  written  on 
leaves  of  common  parchment,  in  letters  of  red  and  black,  intermixed  with 
some  of  gold.    The  other  portion  is  written  on  leaves  of  parchment,  dyed 
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Patents  were  granted  to  us  by  the  English,  French,  and  Belgian 
governments  for  this  loom  in  an  improved  condition,  rendering  it 
available  in  the  manuflBtcture  of  many  kinds  of  coarse  goods ;  and 
we  believe  there  are  at  present  in  these  countries  about  340  ma- 
chines of  the  improved  construction  in  operation.  The  British  pa- 
tents are  in  the  name  of  Moses  Poole,  Esq.,  of  the  Patent  Office, 
London,  the  French,  in  the  name  of  P.  Aug.  Pihet  (of  the  firm  of 

purple,  with  letters  of  gold  and  silver,  among  which  are  obterved  cmameni$ 
of  differeni  kinds  and  different  colours^  designated  the  Byzantine  style.  The 
manuscript,  which  is  remarkable  for  its  beauty  and  its  preservation,  is  still 
more  remarkable  for  the  BfANUFACTURED  STUFFS  of  different 
descriptions  which  it  contains.  When  Theodolphus  composed  his  manu- 
script, with  the  intention  of  preserving  the  gold  and  silver  characters  from  con- 
tact and  friction,  which,  in  time,  would  have  tended  to  displace  and  obliterate 
them,  he  placed  between  each  page  a  portion  of  the  manufactured  tiuue$ 
peculiar  to  the  era  in  uhich  he  Uved,  These  examples  of  the  silk,  and  other 
pieces  of  goods  of  the  time  are  thus  curiously  preserved.  Till  lately, 
litde  attention  was  paid  to  these  tissues,  which  are  principally  of  India  man- 
ufacture, and  which  bear  scarcely  any  analogy  to  the  products  of  the  modem 
loom.  *  Some  are  CASHMERB  SHAWLS  of  those  patterns,  which 
the  French  call  broucha  and  eepouline,  and  made  in  the  Indian  fashion, 
but  with  this  difference,  that  they  are  limited  to  four  colours,  and  demon- 
strate the  greatest  antiquity  by  the  primitive  simplicity  of  their  colours  and 
design.  Others  are  crapee  and  gauzes,  against  the  luxury  of  whose  transpa- 
rent tissues  the  fathers  of  the  church  at  that  time  so  perseveringly  fulminated 
their  censures.  The  rest  consist  of  mualiru  and  China  crape  of  exquisite 
beauty.  The  components  of  the  majority  of  these  tissues  consist  ofgoatt^  or 
camePw  hair  of  exceeding  delicacy  and  fineness.  Like  the  manufactured 
stuffs  of  ancient  Egypt,  painted  on  the  walls  of  its  palaces  and  tombs,  or 
substantially  preserved  amidst  the  envelopes  of  mummies,  the  designs  are 
limited  to  four  colours,  which  are  in  fact  the  four  sacred  cohure  of  China, 
India,  Egypt,  and  the  H^ew  Tabernacle,  Nevertheless,  the  Egyptian  de- 
signs, which  are  identical  with  those  of  India,  are  many  of  them  of  exquisite 
beauty.  The  consummate  skill  of  the  silk  and  cotton  manufacturers  of  an- 
cient Egypt,  4000  years  ago,  the  beauty  and  richness  of  their  fhbrics— and 
the  litde  alteration  which  has  taken  place  in  the  economy  or  machinery  of 
the  factories,  as  well  as  in  their  product,  has  been  recently  demonstrated  in 
the  great  work  of  Champollion.  All  the  details  of  the  nOc,  cotton,  and  Hnen 
factories  of  Egypt,  under  the  Pharaohs  of  the  18th  dynasty  (which  then  mo- 
nopolised the  commerce  of  the  world,  and  which  sent  a  colany  of  weavers, 
from  the  overburdened  population  of  lower  Egypt,  to  found  Athens  and  the 
subsequent  civilization  of  Europe)  are  laid  open  with  vivid  accuracy  in  that 
splendid  work,  and  brought  with  ail  their  startling  analogies  before  the  eye 
of  the  modem  reader  by  the  drawings  from  the  temples,  palaces,  and  tombs 
which  it  contains.  It  proves,  indeed,  that  there  is  ^  nothing  new  under  the 
sun.*' 
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P.  Aug.  Pihct  &  Co.) Paris;  and  the  Belgian,  in  the  name  of  Hen- 
ry Truffaut,  patent-agent,  8  Rue  Favart,  Paris.  A  description  of 
this  improved  loom  (accompanied  with  suitable  engravings)  is  given 
in  the  London  Repertory  of  Patent  Inventions,  vol.  10  (1838)  page 
129,  where  it  is  stated  by  the  editor,  that  it  is  the  first  power  loom 
in  Great  Britain  to  which  Jacquard  machinery  had  been  applied : 
this,  however,  is  a  mistake,  as  we  applied  Jacquard  machinery  to 
power  looms  for  weaving  Marseilles  quilts  and  various  kinds  of  car- 
peting, as  &r  back  as  the  commencement  of  the  year  1831. 

Fig.  203. 


Fig.  203,  represents  a  longitudinal  or  side  elevation  of  the  loom 
as  constructed  in  Great  Britain,  France,  and  Belgium ;  Fig.  204,  a 
front  view,  in  elevation ;  Fig.  205,  a  cam  wheel  for  working  the 
cylinder  treadle,  Fig.  206,  a  plan  of  that  part  of  the  cylinder  treadle 
into  which  the  cam  wheel  is  inserted,  for  the  purpose  of  working  the 
Jacquard  machinery ;  Fig.  207,  a  side  view  of  the  notched  cam  or 
wheel  which  governs  the  shuttle  motion ;  Fig.  208,  the  apparatus  for 
throwing  the  shuttle ;  Fig.  209,  a  modification  of  the  cam  wheel 
shown  at  Fig.  206 ;  Fig.  210,  the  apparatus  for  throwing  the  loom  in 
and  out  of  gear ;  and  Fig.  211,  the  cam  shaft,  carrying  eight  cams. 
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AAAAA,  Fig.  203,  Frame  of  the 
loom. 

B  R  Jacquard  machine,  as  construct- 
ea  by  Mr.  Thomas  Morton,  of  Kil- 
marnock, Scotland. 

C  C,  The  lay. 

D  D,  Leaves  of  headles  for  working 
the  ground. 

E  E,  Jacquard  harness,  or  back 
mounting,  for  producing  the  figure. 

FP,  Pattern-cards. 

G,  Fiff.  204,  wires  to  hold  the  pattem- 
caras,  at  each  side,  and  about  four 
inches  from  their  ends.  Into  these 
wires  the  cards  drop  as  they  are 
delivered  from  the  cylinder. 

H,  Fig.  203,  The  yam  beam. 

I,  Fig.  203,  Lease  rods. 

J,  Whip  roller  over  which  the  yam 
passes  in  its  progress  to  the  har- 
ness E  E. 

K,  Stand  to  support  harness  board 
having  a  governing  slot  and  bolt  to 
raise  or  depress  it,  to  suit  any  posi- 
tion required. 

L,  The  breast  beam  over  which  the 
cloth  passes  in  its  progress  to  the 
roller  M. 


M,  The  cloth  roller. 
N,  Ratchet  wheel   which   communi- 
cates motion  to  the  cloth  roller  M. 
O,  Protector,  by  means  of  which  the 

loom  is  thrown  out  of  gear  in  case 

the  shuttle,  from  any  cause,  fails  to 

enter  the  shuttle-box. 
P,  Fig.  203,  Arm  which  connects  the 

lay  to  the  crank  shaft 
act,  Fig.  204,  Pickers  for  driving  the 

shuttle. 
R,  Fiff.  204,  Top  rail  to  steady  the 

ree^  in  the  usual  way. 
S  S,  Weights  to  counterbalance  the 

front  mounting. 
T  T,  Guides  to  keep  the  weights  S  S, 

in  their  proper  positions. 
U,  Wires,  or  cords,  which  connect  the 

wei^ts  S  S,  fo  the  top  jacks  V  V. 
VV^op  jacks. 
W  W,  Swords  of  the  lay,  which  are 

suspended  above  at  X,  (see  Fig. 

203V 
X,  Stand  to  support  the  lay,  one  at 

each  side  of  the  loom. 
Y  Y,  Picker  sticks. 
Z  Z,  Triangles  for  giving  the  pieker 
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sticks  motion ;  a  view  of  this  appa- 
ratus will  be  had  at  Fig.  208. 

A',  Wire  or  cord,  which  connects  the 
jFacquard  arm  R,  to  the  cylinder 
treadle  C. 

B',  Jacquard  liflinff  arm. 

C'  Cyhnder  treadle  to  which  the  lift- 
ing  arm  B',  is  connected,  by  means 
of  the  wire  or  cord  A'  (see  Fig. 
203.) 

D'  W,  (Fiff.  205,)  Cam  wheel  to  work 
the  treaSle  C,  by  means  of  which 
the  flowering  shed  is  opened :  this 
cam  wheel  is  keyed  on  the  cam 
shaA  inside  the  framing  of  the 
loom;  its  position  is  indicated  at 
the  lefl^  in  Fig.  204,  by  the  slotted 
guide,  m  whi<Si  the  end  of  the  cyl- 
inder treadle  is  perceptible. 

E'  E',  (Fig.  209,)  A  modification  of 
the  cam-wheel  D*  D'. 

F',  (Fig.  208,)  Dog  to  tiirow  the  shnt- 
tle,  by  knocking  against  the  short 
end  of  the  triangle  Z,  in  the  back- 
ward motion  of  the  lay. 

G',  Adjustable  face  of  the  dog  P,  by 
the  brinjsing  of  which  nearer  to,  or 
farther  from  the  ftdcram  of  the  tri- 
angle Z,  a  greater  or  less  degree 
of  Toroe,  or  re^idity  of  motion  may 
be  given  to  the  shuttle. 

H',  (Fig.  2110  Cam  shaft  carrying 
eight  cams  r,  the  form  of  which  is 
shown  more  clearly  at  J'. 

r  (Fig.  211,)  Cams  to  work  the 
ffround  headles;  these  cams  may 
nave  small  rollers  at  their  ends  if 
preferable  instead  of  being  plain, 
as  shown  in  the  Fig. 

J'  (Fiff.  211,)  One  of  the  cams  I'. 

K'.  (Fig.  207,)  Shatde  wheel,  divided 
into  9  eaual  parts,  5  parts  being  left 
solid  ana  4  parts  cut  out,  as  shown 
in  the  Fif.;  the  part  marked  N',  is 
double.  One  of  these  shuttle  wheels 
K',  is  keyed  on  the  cam  shaft  H', 
inside  the  framing  of  the  loom,  at 
each  side,  as  shown  in  Fig.  204. 

L'.  (Figs.  203  and  207  J  Shuttle  lever 
having  a  projectioa  M'.  made  upon 
it,  which  works  in  the  shuttle  wheel 
K' :  this  lever  L',  works  on  a  ful- 
crum fixed  to  the  framing  of  the 
loom,  as  shown  in  Fig.  203. 

M',  (Fig.  207,)  ProjecSon  of  the  le- 
ver L',  working  in  the  shuttle 
wheel  K'. 

N'  Double  space  on  the  shuttle  wheel 
k',  for  the  purpose  of  causing  the 
shuttle  to  miss  every  ninth  pick  of 
weft,  or  every  ninth  revoknion  of  I 


the  crank  shaft,  although  the  other 
parts  of  the  machinery  continue  in 
operation ;  the  object  of  this  is,  to 
give  the  Jacquard  machinery  suffi- 
cient time  to  operate.  In  setting 
the  shuttle  wheels  K'.  on  the  cam 
shaft,  care  must  be  taken  that  they 
be  so  adjusted  in  relation  to  each 
other  as  to  permit  the  double  spa- 
ces N',  to  nold  up  the  projection 
M'.  of  the  lever  L',  every  ninth  re- 
volution of  the  crank  shaft. 

O',  (Fiffs.  203  and  204,)  Cam-shaft 
wheel,  which  has  nine  times  the 
number  of  teeth  of  the  pinion  that 
works  into  it  as  shown  in  Fiff.  203. 

F,  (Fig.  204,)  Counter  marches  to 
which  the  headles  D  D,  are  con- 
nected by  cording,  in  the  usual  way, 
underneath. 

Q;,  (Fig.  204,)  Fulcrum  of  the  coun- 
termarches P. 

R',  (Fig.  204,^  Rack  to  guide  the 
ground  treaalea  and  keep  them 
steady  in  their  respective  plaees: 
the  ends  of  the  treadles  are  shown 
in  the  rack. 

8',  Long  march  of  the  cylinder  trea- 
dle C',  for  the  purpose  of  carrying 
the  wire  or  cord  A',  which  works 
the  Jacquard  lifting  arm  B',  outside 
the  selvage  or  warp  yam. 

T',  (Fiff.  2^)  Small  lever,  having  a 
weight  U',  at  its  left  end,  for  coun- 
terbalancing the  cylinder  treadle 
C',  to  which  it  is  connected. 

U',  Counter  balance  of  the  ^lioder 
treadle  C*. 

V'  V,  (Fig.  2040  SmaU  roHers  for 
guiding  the  neck  of  the  har- 
ness E  fi. 

W,  (Fig.  204,)  Cylinder  with  the 
hooks  which  turn  it,  in  the  usual 
way,  as  at  Figs.  93  and  94 

X',  (Fig.  203,)  The  warp  yarn. 

Y',  The  clolh, 

Z',  (Fig.  204,)  Wires  or  cords,  which 
connect  the  headles  to  the  jacks  VV . 
The  a|q[Muratus  shown  at  Fig. 
210,  is  for  the  purpose  of  throwinff 
the  loom  in  and  out  of  gear ;  and 
to  prevent  c.onfo8ion  it  is  not  repre- 
sented in  Figs.  203  and  204. 

A"  (Fig.  210J  Crank  shaft,  with  the 
apparatus  for  throwing  the  loom  in 
and  out  of  gear  fixed  on  its  end. 

B"  B ",  Belt  pulley  on  the  end  of  the 
Crank  shaft  A'',  having  two  holes 
C"  C",  made  in  two  of  its  anns,  as 
shown  in  Fig.  210. 

C"  C",  Holes  made  in  the  arms  of  the 
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puB^  D",  to  reeeive  two  stad-pinB, 
which  revolve  with  the  pallev: 
these  stud-pioB  are  fixed  into  the 
slide  piece  £j",  and  are  shipped  in 
and  out  of  the  latch  wheel  D",  hy 
means  of  a  lever  with  a  fork  work- 
ing into  the  hoUowed-out  place 
shown  between  the  letters  L"  L", 
Fig.  210,  as  is  well  understood  by 
all  practical  machinists. 

D",  Wheel  with  latches  E"  E",  in- 
serted into  its  outer  edges,  in  oppo- 
site directions,  as  shown  in  Fiff. 
210:  these  latches  work  on  the  ful- 
crum pins  T'T';  and  the  springs 
F"F",  (which  must  be  made  of 
steel)  keep  the  latches  B'  E", 
pressed  down  at  their  points  (oppo- 
site to  their  fulcra,)  against  the 
cross-bar  H"  H",  in  opposite  direc- 
tions, as  shown  in  Fig.  210. 

B"  £",  Latches  working  into  the  out- 
er edffes  of  the  wheel  D". 

F ' F'  Springs  to  keep  the  latches 
E"£",  constantly  pressed  against 
the  cross-bar  H^H". 

Gt'  Gk',  Four  small  set^rews  for  hold- 
ing the  springs  F",  F",  firmly, 
two  set  screws  to  each  spring,  as 
shown  in  Fig.  2ia 

H"  H",  Cross-piece  of  the  latch- 
wheel  D",  forming  a  part  of  the 
wheel  D",  being  cast  with  it 

l"  I",  Axis,  or  fiilcrum  of  the  latches 
E   E". 

y\  (Figs.  205  and  206,)  Small  roller 
fixed  in  the  cylinder  treadle  C,  for 
the  cam  wheel  D',  (Fig.  205,)  to 


quBxd  machinery  is  pat  into  opera- 
tion. 

K",  (Figs.  203  and  207,)  LifUng-rod 
connected  to  the  lever  L',  for  the 
purpose  of  lifting  the  dog  F',  and 
extends  upward,  as  in  Fig.  203,  im- 
mediately behind  the  triangle  Z. 

I L"  L",  (Fig.  210,}  Slide-piece  carry- 
ing stud-pins  for  the  purpose  of 
throwing  the  loom  in  and  out  of 
^rear.  The  wheel  ly  is  keyed 
firmly  on  the  extreme  end  of  the 
crank  shaft  A",  as  shown  in  Fig. 
210,  the  stud-pins  being  slid  in  or 
out  of  it  at  pleasure,  by  the  person 
who  tends  the  machine:  in  Fig. 
210,  the  apparatus  is  full  geared, 
as  when  the  loom  is  in  operation. 
When  the  stud-pins,  fixea  in  the 
plate  L"L",  are  thrown  into  the 
wheel  D"  D",  as  shown  in  Fig.  210, 
the  belt-pulley  B"  B",  carries  them 
round  inside  of  the  wheel  D",  until 
they  lock  themselves  in  the  ends  of 
the  latches  E"  E",  which  will  be 
easily  accomplished,  because  the 
latches  B"  E"^  being  somewhat 
larger  near  their  ends,  at  the  cross- 
bar H"  H",  will  be  forced  outward 
by  the  pins  as  the  belt  pulley  B"  B", 
revolves,  until  the  stud-pins  come 
up  against  the  cross-bar  H''  H", 
wnereupon  the  latches  E"  E",  are 
instantly  shut  down  upon  the  pins, 
holding  them  against  the  cross-bar 
H"  H",  when  the  loom  continues  its 
ordinary  evolutions,  until  the  stud- 
pins  are  slid  out  of  the  wheel 
6"  D". 


roll  on,  by  which  means  the  Jac- 

la  this  loom  the  ground-work  of  the  cloth  is  considered  as  being 
made  with  eight  leaves  of  headles.  If  the  ground  is  required  to  be 
different,  then,  the  arrangement  will  of  course  vary,  according  to 
the  number  of  leaves  of  headles  to  be  used  ;  but  to  make  the  ma- 
chine better  understood,  we  have  represented  it  with  eight  leaves  of 
headles,  and  as  many  treadles  to  work  them,  movement  to  which  is 
communicated  in  the  following  manner. 

Upon  the  cam  shaft  H'  H',  (Figs.  204  and  211,)  are  fixed  eight  cams 
I' I',  each  being  held  firmly  by  three  set  screws,  inserted  at  equal  dis- 
tances on  the  circumference  of  its  hub.  These  cams  I'  I',  work  upon 
suitable  iron  shoes,  bolted  on  the  treadles  (one  shoe  to  each  treadle)  in 
regular  succession  from  right  to  left,  until  they  are  all  gone  over  and 
eight  picks  of  weft  given.  It  is  with  this  design  that  they  are  placed 
spirally  on  the  cam  shaft  H'H',  as  represented  in  Fig.  211.  By 
this  arrangement  may  be  obtained  all  the  positions  required  for 
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tweding  the  ground.    The  cam  wheel  D'  D',  (Fig.  205,)  is  divided 


Ji^.SOS 


into  nine  equal  parts,  eight  of  which  are  occupied  by  the  cams  I'  V : 
the  ninth  part  corresponds  to  the  opening  or  jog  of  the  cam  wheel 
D'  D'.  Motion  is  communicated  to  the  cam  shaft  H'  H^  by  the 
wheel  O',  (Figs.  203  and  204,)  shown  on  its  axis ;  and  the  pinion 
which  meshes  into  it  (Fig.  203)  is  fixed  on  the  end  of  the  crank 
shaft,  the  whole  receiving  motion  from  the  belt  pulley  B''  B",  placed 
on  the  opposite  end  of  the  crank  shaft.  The  number  of  teeth  in 
the  pinion  is  nine  times  less  than  those  of  the  wheel  O' ;  that  is  to 
say  for  example,  162  teeth  in  the  wheel  O',  and  18  in  the  pinion ; 
consequently,  the  pinion  makes  nine  revdutions  while  the  wheel  O', 
is  making  one ;  and  the  lay  C,  being  connected  at  each  side  of  the 
loom  to  the  crank  shaft,  by  suitable  arms  (one  of  which  is  shown 
in  Fig.  203)  will  bring  the  reed  into  contact  with  the  fell  of  the 
doth  nine  times  during  one  revolution  of  the  cam  wheel  D'  I>. 


IXy.ZlO 


^ 


^.••.Mri'«-« 


But,  it  is  necessary  to  remark,  that  for  the  satin  or  tweeled  ground 
chosen  (for  example)  eight  picks  of  weft  should  be  given  to  every 
change  of  the  pattern  produced  by  the  Jacquard  machinery ;  and 
while  the  change  of  pattern  is  being  effected  by  the  Jacquard,  the 
shuttle  should  remain  at  rest,  and  consequently  the  ninth  stroke  of 
the  lay  C,  would  take  place  without  giving  motion  to  the  shuttle. 
The  lay  C,  is  suspended  from  the  top  of  the  loom  the  same  as  in 
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common  band  looms:  the  picker  sticks  YY,  are  connected  to  the 
swords  of  the  lay  (one  at  each  side  of  the  loom)  by  means  of 
crutches  (Fig.  204.)  Suitable  leather  straps  connect  the  picker 
sticks,  one  to  each,  to  the  extreme  ends  of  the  triangles  Z  Z,  (Figs. 
203,  204  and  208.)  Motion  for  throwing  the  shuttle  is  communi- 
cated to  the  triangles  Z  Z,  by  the  shuttle  wheels  K'  K',  working 
upon  the  cam  shaft  H'  H',  at  each  side  of  the  loom  (Fig.  204)  inside 
the  framing.  One  of  these  shuttle  wheels  is  shown  separate  at  Fig. 
207 ;  each  is  divided  into  nine  equal  parts,  four  of  which  are  cut 
out  and  the  other  five  project  in  the  form  of  teeth ;  the  fifth  is  joined 
to  the  fourth,  as  shown  at  N',  Fig.  207,  and  makes  a  double-sized 
tooth.  A  lever  L',  at  each  side  of  the  loom,  as  shown  in  Fig.  203, 
rests  upon  one  of  the  shuttle  wheels  K',  and  brings  to  the  point  of 
contact  with  it  a  projection  M',  of  lance-like  form,  which,  when 
brought  to  a  projection  in  the  wheel  K',  raises  the  lever,  and  when 
in  the  notch,  lowers  it ;  and  thus  the  rotary  motion  of  the  wheels 
K'  K',  elevates  and  depresses  alternately  the  lever  L',  so  that  one 
of  these  levers  is  raised  while  the  other  is  depressed,  except  when 
the  two  double  projections  N'  N',  (Fig.  207)  of  the  wheels  aa  to- 
gether at  the  end  of  their  revolution  and  hold  up  together.  At  the 
end  of  each  of  the  levers  L'  L',  is  joined  a  rod  E''  K",  (Figs.  203 
and  207,)  which  is  connected  to  a  dog  F',  (Fig.  208 ;)  thb  dog  F', 
is  attached  to  the  frame-work  of  the  loom  above  (one  dog  at  each 
side)  in  such  a  way  that  it  may  easily  move  when  the  lever  L',  is 
raised  or  lowered.  In  fi-ont  of  the  dog  F',  is  adapted  to  the  sword 
of  the  lay  W,  a  mechanical  arrangement  (a  side  view  of  which  is 
shown  in  Fig.  203,  and  a  plan,  as  seen  from  above,  in  Fig.  208) 
of  parts  which  we  call  a  triangle ;  the  triangle  will  make  a  circular 
and  a  horizontal  movement  alternately  upon  its  axis.  It  will  be 
evident,  that  when  one  of  the  levers  L'  L',  is  raised  by  one  of  the 
projections  of  the  wheels  K',  at  one  side  of  the  loom,  the  corres- 
ponding dog  F',  which  is  in  connexion  with  it,  through  the  medium 
of  the  lifting  rod  K",  will  also  be  raised  ;  and,  on  the  contrary,  it  is 
lowered  when  the  lever  L',  falls  into  one  of  the  notches  in  the  shut- 
tle wheel  K'.  When  the  lever  L',  is  lowered  (as  shown  in  Fig. 
207)  the  rod  K",  allows  the  dog  F',  to  be  also  lowered,  just  before 
the  lay  moves  back  ftur  enough  to  impede  it  in  its  descent,  the  dog 
F',  dropping  directly  on  a  level  with  the  short  end  of  the  triangle 
Z,  and  immediately  behind  it,  will  cause  the  triangle  to  turn  quick- 
ly upon  its  axis,  drawing,  at  the  same  instant,  the  picker-stick,  with 
which  it  is  connected  by  a  leather  strap,  forward  rapidly,  which  in 
its  turn  acts  upon  the  shuttle.    The  rods  E"  E'',  (Figs.  203  and 
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207,)  are  a  little  flattened  at  thdr  upper  ends,  fivming  shoulders,  the 
flat  parts  take  into  the  dogs  F'  F',  (one  at  each  side  of  the  loom) 
and  the  shoulders  serve  to  support  the  dogs  F'  F',  and  keep  them 
from  dropping  down  on  the  rods  K"  K''.  One  of  the  slots  made  in 
the  dog  F',  is  shown  at  Fig.  208,  immediately  above  the  letter  F^ 
According  to  the  arrangement  of  the  shutde  wheels  K'  K',  one  of 
the  picker-sticks  Y  Y,  is  left  at  rest,  while  the  other  is  in  motion, 
and  they  are  both  at  rest  when  the  laige  projections  N'  N',  (Fig. 
207,)  on  the  shuttle  wheels  K'K',  act  simultaneously  upon  the 
levels  L'  L'.  At  this  moment  the  shuttle  b  not  thrown,  and  it  is 
then  that  the  cylinder  wheel  D'  D',  produces  a  change  of  the  pat- 
tern cards ;  that  is  to  say,  at  every  ninth  revolution  of  the  crank 
shaft,  the  lay  at  this  time  beating  up  against  the  fell  of  the  doth 
without  adding  any  weft  thread  thereto. 

From  what  has  been  said  of  this  machine,  we  think  no  practical 
weaver  or  loom-builder  will  have  any  difficulty  in  comprehending 
the  arrangement  In  describing  it  we  have  not  shown  the  mechan- 
ism for  governing  the  giving  out  of  the  warp  and  taking  up  the  cloth, 
because  it  is  the  same  as  that  rejuresented  at  Figs.  161,  162,  163, 
and  164 ;  which  see. 

Figs.  212,  213,  214,  215,  216  and  217,  reinresent  a  loom  for 
weaving  figured  &brics,  such  as  are  commonly  known  under  the 
names  of  imperial  or  French  quUiSj  imperied  petticoat  robe9^  and 
also  quilted  vestings  ;  which  loom  was  patented  in  England,  Scot- 
land and  France  in  1839 ;  and  the  English  patent,  which  is  in  the 
name  of  Thomas  Yates,  of  B(rfton-le-moor,  county  of  Lancaster, 
was  sealed  7th  November,  in  the  same  year. 

The  apparatus  for  giving  out  the  warp  and  taking  up  the  cloth 
in  this  loom,  being  nearly  the  same  as  that  now  commcHily  used, 
we  have  thought  it  unnecessary  to  show  il  in  the  Figs. 

The  improvements  consist,  in  a  novel  arrangement  of  mechantsm 
in  combination  with  the  various  essential  parts  of  the  ordinary 
power  loom,  for  the  purpose ;  firstly,  of  eflfecting  with  greater  facili- 
ty the  shedding  of  the  warps,  in  connexion  with  the  beadles,  and 
working  various  descriptions  of  cloth,  by  means  of  revolving  tappet 
plates,  with  bowls ;  and  also  a  certain  provision  in  such  tappet 
plates,  whereby  the  ground  may  be  varied  with  readiness ;  secondly, 
in  an  arrangement  of  mechanism  for  the  purpose  of  lifting  and  de- 
pressing the  shuttle  boxes,  to  or  from  the  level  of  the  shuttle-race  in 
the  lay,  in  those  looms  where  two  or  more  qualities,  kinds  or  colours 
of  weft,  are  to  be  employed ;  thirdly,  in  a  certain  and  effective  mode 
of  raising  the  ^^griflT"  of  the  Jacquard  machine  in  all  such  looms 
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where  fhie  apparatus  is  or  may  be  emjdoyed ;  and,  fourthly,  in  a 
oontrivance  or  airaQgement  of  mechanism,  finr  the  purpose  of  dirow- 
ing  the  loom  out  of  gear  when  the  weft  thread  breaks  or  becomes 
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exhausted  in  the  shuttle,  or  when  ^  the  taking  up"  of  the  cloth 
upon  the  cloth  roller  is  noC  equal  to  its  production  ;  such  motion  be- 
ing governed  by  the  ordinary  beat  or  vibration  of  the  lay. 

Fig.  212,  represents  a  front  elevation  of  the  improved  power  loom ; 
Fig.  213,  a  side  elevation,  taken  at  the  right  hand  side  of  Fig.  212 ; 
and  Fig.  214,  is  a  vertical  section,  taken  through  about  the  middle 
of  the  loom. 

rif.  913. 


The  framing  of  the  loom  is  marked  a,  a,  a,  supporting  the  several 
warp  rollers  6,  b',  6*,  from  whence  the  warp  threads  proceed  through 
the  headles  c,  c,  also  through  the  reed  d,  c2,  of  the  lay  e,  over  the 
breast  beam  /,  to  the  cloth  roller  ^,  as  usual.  This  loom  is  also 
provided  with  an  additional  framing  h,  A,  for  the  purpose  of  sup- 
pCMTting  the  Jacquard  machine  or  apparatus  t,  t,  with  its  pattern- 
cards  j,j,  hooked  wires  k,  and  lifting  griff  2, 1.  .  There  are  also  two 
shuttle  boxes  m,  which  must  be  raised  and  lowered  to  the  level  of 
the  shuttle-race,  as  occasion  may  require ;  and  also  peculiarly  con- 
structed tappet  plates  or  wheeb  n,  n,  for  the  purpose  of  performing 
the  requisite  wcnrking  of  the  ground. 

The  power  is  to  be  applied  to  the  driving  pulley  c',  by  the  strap  p, 
p,  and  thus,  by  means  of  the  crank  shaft  q,  cause  the  lay  6,  to  beat 
up  the  cloth ;  and  also,  by  means  of  the  pinion  r,  (Fig.  212)  and 
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wheel  s,  upon  the  tafqpei  shaft  t,  tj  cause  the  tappets  n,  n,  to  revolve, 
and  thus  the  alternate  motion  of  the  picker-sticks  Vj  v,  will  be 
effected,  as  in  ordinary  power  looms. 

There  is  also  upon  the  reverse  end  of  the  shaft  q,  a  smaller  pinion 
w,  taking  into  the  spur-wheel  x,  (Fig.  212)  festened  by  means  of 
bolts  y,  y,  to  the  tappet  plates  or  wheels  n,  n,  carrying  their  respec- 
tive bowls  1,  1,  1,  which  act  upon  the  inclined  treadle-plates  2, 2, 2, 
(Fig.  213.)  The  treadle  levers  3,  3,  (an  end  view  of  which  is 
shown  in  Fig.  212)  are  connected  by  the  stringing  to  the  headles 
c,  c,  and  are  all  mounted  side  by  side,  each  upon  a  separate  axis, 
but  formed  as  tubes,  and  placed  one  within  another  to  save  room ; 
the  fulcrum  of  these  treadles  is  shown  at  z^  Fig.  214.  This  ar- 
rangement of  mechanism  is  peculiar  to  the  first  part  of  the  improve- 
ments in  the  constructbn  of  looms.  The  tappet  plates  or  wheels 
n,  n,  n,  are  provided  with  concentric  slots  or  mortices  4,  4,  Figs. 
213  and  216,  in  which  the  studs  of  the  bowls  1,  1,  are  fixed  by 
suitable  nuts ;  and  it  will  be  readily  understood  by  any  practical 
weaver,  that  by  loosening  the  nut  or  nuts,  and  shifting  these  bowls 
in  the  concentric  mortices  4,  considerable  variety  of  shifts,  numbers, 
or  changes  "  to  the  round"  may  be  thus  simply  and  readily  accom- 
plished. The  description  of  cloth,  by  means  of  the  tappet  wheel 
may  be  easUy  varied  in  plain  weaving,  or  in  weaving  grounds  or 
''  quiUings^  in  combination  with  the  figures  produced  by  or  with 
the  Jacquard  tnachinerf/,  such  cis  single  or  dovble  doth,  satin^ 
tweeledj  plain^  or  stitched  faces^  called  quUtings,  ^c. 

The  second  part  of  the  improvements,  namely,  the  anangement 
of  machinery  for  lifting  and  depressing  the  shutde  boxes  to  or  firom 
the  level  of  the  shuttle-race,  will  now  be  described  : — Supposing  the 
tappet  bowls,  just  noticed,  to  be  adjusted  to  weave  a  plain  double 
cloth,  with  the  employment  of  two  shuttle  boxes,  or  a  figured  cloth, 
woven  in  different  colours,  and  having  a  stitched  or  quitted  sur- 
face, the  upper  shuttle  in  the  box  m,  containing  the  fine  weft,  is 
now  just  lifted  up,  as  shown  in  Fig.  212,  by  means  of  a  concentric 
tappet  plate  6,  6,  (Figs.  212,  213  and  217)  fastened  by  bolts  to  the 
side  of  the  outer  tappet  plate  ti,  n,  (see  Fig.  212)  as  it  revolves,  ac- 
ting upon  the  bowl  or  roHer  7,  in  the  carrier  8,  (Pigs.  212  and  213) 
attached  to  one  end  of  the  levers  g'^g",  upon  the  cross  shaft  10.- 
To  the  other  end  of  these  levers  g*,  are  attached  vertical  rods  11, 
11,  adjustable  by  a  screw  in  the  middle,  which  enter  at  the  bottom 
of  the  shuttle-race  in  the  lay,  and  thus  project  the  shuttle-boxes, 
with  the  shuttles,  upwards ;  the  top  shuttle  is  thus  kept  up  out  of 
the  shuttle-race,  as  long  as  the  concentric  taf^t  plate  6,  is  acting 
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upon  the  bowl  7 ; — that  is  long  enough  for  the  lower  shuttle,  con* 
taining  coarse  wefty  to  put  in  one  pick,  prior  to  the  Jacquard 
shedding  J  and  one  return  pick  of  the  same  weft  after  the  Jac- 
quard shedding,  when  the  bowl  7,  will  immediately  ascend,  and 
allow  the  shuttle  boxes  m,  m,  to  descend  by  their  own  gravity ; 
and  thus  the  upper  shuttle  is  enabled  to  put  in  two  picks  of  fine, 
or  coloured  weft,  before  the  Jacquard  machine  comes  again  into 
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aperatian^  and  also  two  picks  of  fine^  or  coloured  wefty  prior  to 
the  next  ascent  of  the  shuttle  boxes. 

Fig.  915. 


The  third  feature  of  the  improvement  comes  into  operation,  in 
order  to  complete  the  weaving,  or  to  put  in  the  quUtingj  or  stitch- 
ing threads,  by  shedding  the  coloured  warps  &',  and  b^ ; — this  is 
accomplished  by  an  improved  method  of  lifting  and  lowering  the 
griff  of  the  Jacquard  machine,  in  order  to  insure  a  perfect  regu- 
larity and  steadiness  of  action  in  moving  either  upwards  or  down- 
wards. For  this  purpose  a  spur  wheel  12,  12,  is  attached,  to  drive 
the  small  pinion  13,  (Figs.  212  and  213)  keyed  upon  the  shaft  14 ; 
and  upon  the  reverse  end  of  this  shaft  14,  a  pair  of  segments  15, 
15,  having  beveled  teeth  formed,  upon  one  sixth  part  of  their 
circumference  only,  each  driving  successively,  the  pinion  16,  upon 
the  small  cross  shaft  17,  (Fig.  214 ;)  that  is,  these  segments  of 
teeth  are  so  arranged,  that  as  soon  as  the  one  segment  of  teeth  15, 
(Fig.  212)  has  turned  the  pinion  16,  (Fig.  216)  one  half  of  a  revo- 
lution in  one  direction,  the  other  segment  of  teeth  16,  instantly 
turns  the  pinion  16,  one  half  of  a  revolution  in  the  reverse  direction. 
In  order  to  transfer  this  reversing  motion  to  the  raising  and  lower- 
ing motion  of  the  griff  of  the  Jacquard  machine,  there  is  a  bevel 
wheel  18,  upon  the  other  end  of  the  small  shaft  17,  taking  into  a 
pinion  19,  of  half  its  diameter,  at  the  lower  end  of  the  vertical  shaft 
20,  20,  which  has,  at  its  upper  end,  a  head-piece  22,  22,  having 
side  grooved  pieces  23,  23,  in  which  the  pins  24,  24,  fast  upon  the 
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head  of  the  double  screw  26,  26,  (Pig.  214)  work,  and  thus  turn 
the  double  screw  round.  This  double  screw  26,  26,  is  cut  half  its 
length  in  reverse  directions,  and  works  in  the  guide  26,  which  will 
have  the  effect  of  lifting  the  griff  through  the  required  space,  in 
half  the  time  that  the  crank  shaft  makes  one  revdution. 

Fig.  316. 


The  fourth  part  of  these  improvements  in  the  construction  of 
looms,  consists,  in  an  arrangement  of  mechanism,  designed  for  the 
purpose  of  throwing  the  loom  out  of  gear  with  the  driving  power, 
either  when  the  weft  breaks  or  becomes  expended  in  the  shuttle,  or 
when  the  taking  up  of  the  cloth  is  not  equal  to  the  production. 
This  is  accomplished  by  the  ordinary  beat  or  vibration  of  the  lay 
itself  and  not  at  cUl  dependent  upon  the  coarseness  or  fineness  of 
the  weft  thread,  A  stud  27,  in  the  sword  of  the  lay,  usually  em- 
ployed for  working  the  taking  up  motion  28,  operates  upon  a  small 
lever  29,  to  wliich  is  attached  the  cUck  30,  (Figs.  213  and  214) 
giving  motion  to  the  ratchet  wheel  31,  one  tooth  at  every  beat  of 
the  lay.  Upon  this  ratchet  wheel  are  four  small  pins  32,  32,  (see 
detached  Fig.  215,  drawn  to  a  larger  scale;)  this  wheel  runs 
loosely  upon  a  small  stud  33,  which  stud  also  carries  a  smaller 
ratchet  wheel  34,  keyed  fast  upon  it,  and  having  four  small  holes 
in  its  side,  corresponding  with  the  pins  in  the  ratchet  31 ;  this  stud 
33,  also  carries,  at  its  outer  extremity,  a  small  pinion  36,  which 
b  driven  by  the  spur-wheel  38,  upon  the  shaft  of  the  taking  up 
wheel  28. 

Thus  it  will  be  evident,  to  persons  conversant  with  power  loom 
weaving,  that  as  the  lay  vibrates  and  beats  up  the  cloth  ;  and  as 
long  as  the  weft  thread  is  put  in,  and  the  cloth  sufficiently  beaten 
up,  the  taking  up  motion  28,  will  cause  the  pinion  36,  to  drive  the 
stud  and  ratchet  round ;  but,  in  the  event  of  the  weft  not  entering 
the  cloth,  and  the  cloth  has  not  been  produced,  the  lay  will  not 
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Fig.  217. 


if 


advance  sufficiently  to  drive  out  the  click  30,  and  ratchet  31,  which 
wheel  will  now  overtake  the  smaller  ratchet,  and  as  they  are  always 
held  together  by  a  spring  behind  the  pins  32,  will  immediately 
enter  the  holes  in  the  ratchet  wheels  34,  and  thus  vibrate  the  rod 
39,  which  slides  the  horizontal  bar  40,  before  the  lever  41,  (Fig. 
212)  and  thus  throw  the  strap  from  off  the  driving  pulley.  The 
horizontal  sliding  bar  40,  now  returns  by  means  of  the  side  mo- 
tion of  the  setting  off  lever  41,  and  thus  releases  the  pins  from 
the  holes.  In  the  two  small  ratchet  wheels  there  is  a  catch-piece 
42,  upon  the  rod  39 ;  this  catch-piece,  as  it  returns,  pushes  the 
cUck  lever  43,  and  click  44,  onwards,  and  just  advances  the  smaller 
ratchet  wheel  one  tooth,  in  order  to  set  the  holes  free  of  the  pins, 
and  thus  be  ready  to  start  the  loom  again. 

Fig.  216,  represents  a  detatched  and  enlarged  view  of  one  of  the 
tappet  plates,  with  its  tappets  or  bowls,  moveable  in  the  concentric 
mortices ;  and  Fig.  217,  represents  a  modification  of  the  mode  of 
lifting  the  shuttle  boxes,  and  is  here  shown  as  capable  of  lifting  and 
sustaining  five  boxes. 

The  apparatus  used  for  working  the  Jacquard  machinery,  shown 
in  Figs  212,  213  and  214,  answers  the  purpose  extremely  well  on 
this  kind  of  loom.  That  part  of  the  bar  or  rod  20,  which  passes 
through  the  warp,  should  be  made  flat  and  with  round  edges,  and 
well  polished,  so  as  to  prevent   strain  or   friction  on  the  threads 
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during  the  operation  of  weaving.  To  prevent  confusion,  we  have 
not  represented  in  these  drawings  the  jacks  or  coupers  which  sup- 
port the  headles  c,  c  ;  but  any  practical  weaver  of  figured  goods,  as 
a  matter  of  course,  understands  that  part  of  a  loom. 

The  reader  will  not  fail  to  perceive,  in  Fig.  212,  a  beautiful  repre- 
sentation of  an  embalming  scene,  as  practised  by  the  ancient  Egyp- 
tians. This  operation  was  performed  on  those  men  who  had  dis- 
tinguished themselves  by  their  achievements  in  their  country's 
cause ;  and,  as  a  ftirther  token  of  respect,  sometimes  their  brains 
were  picked  out  (as  in  the  present  instance)  and  carefully  preserved 
at  the  expense  of  the  Government  For  the  drawing  of  this  re- 
markable scene,  we  are  indebted  to  our  old  firiend,  Alexis  Eersive- 
nus,  who  informs  us,  that  the  dead  gentleman,  on  whose  cranium 
the  physicians  are  at  work,  was  the  first  person,  in  Egypt,  who  suc- 
ceeded in  weaving  a  correct  representation  of  the  twdve  signs  of 
the  zodiac. 

Erastus  B.  Bigelow,  Esq.  of  Iiowell,  Mass.,  obtained  a  patent, 
30th  May,  1842,  ^/or  certain  improvements  in  the  manner  of 
mounting  the  harness^  and  working  the  eame^  in  the  loom  for 
weaving  figured  fabrics^  euch  as  are  oommmly  knemn  under  the 
names  of  imperial  or  French  qmtis^  and  imperial  petticoat 
robes:' 

The  specification  of  this  patent  is  of  enormous  length,  fiill  of 
useless  repetition,  and  the  figures  which  accompany  it,  cover  three 
large  sheets  of  drawing  paper.  For  this  specification  and  draw- 
mgs  if  we  recollect  rightly,  we  paid  the  Ck)mmi8sioner  of  patents 
(H.  L.  Ellsworth)  at  Washington,  the  sum  of  $17.60.*  The  pa- 
tentee, in  summing  up  his  claims,  says : 

"  Having  thus  fully  described  the  nature  of  my  improvements,  in 
the  loom  for  weaving  counterpanes,  and  other  figured  articles,  and 
having  also,  set  forth  several  different  modifications  thereof  and 
particularly  in  the  manner  of  forming  and  arranging  the  camsj 
on  the  cam  shafts^  by  which  the  required  motion  is  given  to  the 
respective  treadles,  so  as  to  conespond  in  their  action  with  the  ar- 
rangements made  in  the  other  parts  of  the  loom,  it  is  to  be  under- 
stood that  I  do  not  clatm,  nor  do  I  imtend  to  limit  myself  to  the 
particular  arrangement  of  the  cams  and  treadles^  these  not  cm- 
stUuting  a  distinguishing  or  an  essential  feature  of  my  im- 

*  We  did  not  receive  the  specification  and  drawings  of  this  loom  in  time  to 
inaert  them  in  the  proper  part  of  this  Work ;  but  we  eiqwct  to  have  another 
opportunity  soon  of  laying  them  before  the  public 
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provements ;  these  consbting  mainly,  in  the  mounting  of  the 
loom  and  of  tying  up  the  harness^  so  oj  to  cidmit  of  the  employ- 
ment of  onoy  or  more^  moveable  hamese-boardsj  and  of  one,  or 
more^  leaves  of  headles^  and  of  the  Jacquard  Machine  in  the 
power  loom.  By  this  arrangement  I  am  enabled  to  produce  a  free 
and  open  shed  of  the  warp,  and  to  aQow  one  part,  or  shed,  thereof 
to  descend  whilst  the  other  is  rising.  What  I  claim,  therefore,  as 
constituting  my  inventions^  and  which  I  desire  to  secure  by  Let- 
ters Patent,  is  the  within  described  manners  or  modes  of  momiting 
the  loom,  and  tying  up  the  harness,  and  of  working  the  same,  in 
which,  under  its  various  modifications,  I  combine  a  moveable  har- 
ness-board, or  boards,  with  one^  or  more,  leaves  of  headles,  or 
hamessy  and  with  the  Jacquard  Machine  in  the  power  loom,  (see 
Figs.  212  to  217 ;)  such  arrangement  and  combination  being  sub- 
stantially the  same  with  that  herein  described." 

The  loom  r^resented  at  Figs.  212  to  217  was  patented  three 
years  prior  to  ISr.  Bigelow's  loom )  and  the  invention  of  it  took  place 
nearly  five  years  before  the  date  of  the  patent 

The  Jacquard  machine  used  by  Mr.  Bigelow  is  of  the  old  con- 
struction, having  trap-hoards  and  knot-cords  ;  and  the  patentee 
says  in  his  specification,  "  One  of  the  trap-boards  is  allowed  to 
descend  whilst  the  other  rises,  without  disturbing  the  action  of 
the  knot-cords,  and  I  thereby  counteract  the  unequal  action  of  the 
harness  weights  upon  the  cams  by  which  they  are  raisedJ^ 

This  action  of  the  trap-boards  is  the  invention  of  James  Cross, 
of  Paisley,  Scotland  ;  and  which  he  first  brought  into  notice  about 
the  year  1818;  it  is  known  by  the  name  of  "Cross's  counterpoise 
harness ;"  the  principle  of  which  is,  that  one  trap-board  rises  while 
the  other  is  sinkifig.  Mr.  Cross's  loom  is  described  at  page  161, 
and  represented  at  Figs.  171  to  179 ;  and  by  examining  it  atten- 
tively, the  reader  will  perceive  that  the  counterpoise  trap-boards,  on 
which  Mr.  Bigelow  lays  the  greatest  stress,  (in  his  specL&cation)  are 
there  shown  to  perfection.  The  raising  and  lowering  of  the  har- 
ness-boards below,  so  as  to  govern  the  shedding  of  the  warps,  cor- 
responding to  the  action  of  the  trap-boards  above,  is  entirely  de- 
pendent on  the  principle  of  Mr.  Cross's  machine.  The  practical 
weaver  of  figured  textures,  will  at  once  perceive  the  nature  of  these 
claims  of  Mr.  Bigelow.   (see  page  479.) 

The  patentee  describes,  at  great  length,  various  forms  of  cams, 
which  are  also  represented  in  his  drawings ;  and  by  means  of  these 
cams,  he  tells  us,  the  necessary  motions  are  communicated  to  the 
beadles,  as  weU  as  to  the  Jacquard.      Twenty  different  figures  of 
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these  cams  are  given,  illustrative  of  their  various  forms  and  the  posi- 
tions which  we  are  told  they  assume  during  the  operation  of  the 
loom.  The  cam-wheel  for  working  tiie  Jacquard  corresponds  in 
every  respect  to  that  marked  D'  D',  in  Tompkins  and  Gilroy's 
loom,  Fig.  205 ;  the  cams  for  working  the  headles,  &c.  are  also  the 
same. 

It  will  be  observed  that  Mr.  Bigelow,  in  summing  up  his  claims, 
says,  in  reference  to  all  these,  that  they  do  not  constitute  ^  a  dis- 
tinguishing or  an  essential  feature"  of  his  improvements,  but  re- 
marks, that  these  consist  ''  mainly  in  the  mounting  of  the  loom, 
and  of  tying  up  the  harness,  so  as  to  admit  of  the  employment  of 
one,  or  more,  moveable  harness-boards,  and  of  one,  or  more,  leaves 
of  headles,  and  of  the  Jacquard  machine  in  the  power  loom."  (See 
Gilroy's  loom  mountings  or  tie-ups,  Examples  Nos.  1  to  10.) 

It  appears  somewhat  strange  to  us,  that  this  gentleman  should 
fill  three-fourths  of  his  specification  in  describing  these  wheels 
and  cams,  and  give  so  many  different  figures  of  them  in  his  draw- 
ings ;  and  after  all  this  state,  that  they  are  not  "  essentiaP^  to  the 
working  of  his  loom.  Now  the  truth  is,  without  these,  the  loom 
would  not  be  worth  a  stiver,  because  it  could  not  produce  the  stuffs 
referred  to  in  the  specification  at  all,  as  any  one  may  perceive  by 
looking  at  the  specification  and  drawings  of  this  patent,  lodged  at 
Washington. 

It  has  been  already  stated,  that  Mr.  Bigelow  claims  "the  employ- 
ment of  one  or  more  leaves  of  headles,  and  of  the  Jacquard  ma- 
chine in  the  power  loom ;"  which  is  funny  enough.  By  reference 
to  Figs.  203  and  204,  it  will  be  perceived  that  Tompkins  and  Gil- 
roy's  loom  has  eight  leaves  of  headles,  besides  Jacquard  machine- 
ry ;  and  yet  their  patent  is  dated  May  9th,  1835,  whereas,  Mr. 
Bigelow's  is  dated  May,  1842;  (see  also  Figs.  212,  213,  and  214.) 

Some  men  admire  the  heights  of  mountains,  the  huge  waves  of 
the  sea,  the  steep  fall  of  rivers,  the  compass  of  the  ocean,  and  the 
circuit  of  the  stars,  but  as  for  us,  we  shall  for  the  present  content 
ourself  with  simply  noticing  a  loom  for  weaving  coach  lace,  Brus- 
sels carpeting,  and  other  fobrics  with  looped  surfaces  invented  by 
Thomas  Thompson,  a  subject  of  Great  Britain,  and  which  inven- 
tion has  been  Secured  by  Letters  Patent.  By  the  aid  of  this  loom, 
Mr.  T.  is  enabled  to  manu&cture  coach  lace  at  the  cost  of  aiie 
penny  farthing  per  yard,  which  formerly  cost  four  pence  half 
penny,  exhibiting  the  astounding  difference  in  favour  of  Mr. 
Thompson's  machine,, over  every  previous  machine,  of  threepence 
forthing  per  yard.    To  this  manufacture  he  has  added  the  Brussels 
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carpet,  velvet,  6ce.j  which  we  are  assured  is  produced  with  the  most 
surprising  velocity.  "  It  is  truly  astonishing  to  see  the  march  (^ 
science.^ 

Mr.  Thorapson's  ingenious  loom  is  described  in  the  London  Jour- 
nal of  Arts  and  Sciences,  conjoined  series  No.  CL.  vol.  XXIY,  and 
may  be  procured  on  application  to  Messrs.  Newton  &  Son  66  Chan- 
cery Lane,  London. 

As  we  intend  to  give  a  complete  description  of  this  machine,  in 
our  work  on  carpet  weaving  by  power,  no  farther  notice  need  be 
taken  of  it  in  this  place. 

Miles  Berry,  (of  the  firm  of  Newton  and  Berry,  patent  agents, 
66  Chancery-lane,  London,)  obtained  a  patent  in  August,  1838,  for 
certain  improvements  in  looms  for  producing  metallic  tissues,  and 
also  improvements  in  such  tissues,  applicable  to  the  making  of  but- 
tons, epaulettes,  tassels,  and  other  purposes,  for  which  gold  and 
silver  lace  or  braiding  is  commonly  employed,  and  to  the  making  of 
imitations  of  jewellery  and  other  fancy  articles. 

These  improvements  consist,  in  weaving  or  producing  ornamen- 
tal metallic  tissues  or  fiibrics  of  wire  appUcable  to  various  useful 
purposes,  for  which  gold  and  silver  lace  is  commonly  used  ;  as  for 
instance,  in  the  making  of  different  articles  of  ornamental  dress, 
epaulettes,  bands,  sashes,  bindings,  trimmings,  tassels,  buttons,  and 
various  other  purposes  where  gold  and  silver  lace  is  now  applied, 
also  to  the  covering  of  boxes,  books,  card  cases,  and  covering  or 
forming  various  imitations  of  jewellery,  and  other  fancy  articles ; 
and  consist  in  weaving,  making,  or  forming,  such  ornamental 
metallic  tissues,  entirely  of  strands  of  wire,  either  of  gold,  silver,  sil- 
ver-gilt, copper-gilt  or  other  metal,  or  mixtures  of  metal,  which 
wires  are  woven  into  a  tissue  or  fabric,  having  patterns  or  ornamen^ 
tal  devices  thereon,  by  any  suitable  figuring  machinery,  such  orna- 
mental metallic  tissues  being  composed  entirely  of  metal,  in  contra- 
distinction to  the  ordinary  gold  and  silver  lace,  and  have  all  the 
variety  of  design  or  pattern,  and  brilliancy  of  appearance  of  the 
finest  figured  or  brocaded  silk,  or  other  fabric,  without  their  perish- 
able qualities ;  and  are  capable  of  being  cleaned  by  boiling  or  wash- 
ing with  water,  or  immersing  in  acid  solution,  and  gilded  or  silvered 
or  even  soldered  together  after  they  have  been  woven, — which  can- 
not be  done  with  tissues  having  silk,  cotton,  or  other  threads,  inter- 
woven in^the  fabric. 

The  improvements  in  the  looms  for  weaving  such  tissue  or  fabrics, 
being  the  appUcation  and  adaptation  of  the  well  known  Jacquard 
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mechanism  or  apparatus  for  acting  upon  the  warp  threads  ot 
wires,  to  produce  the  figure  or  design,  together  with  suitable  mechan- 
ism, whereby  the  same  is  made  or  rendered  more  applicable  to  the 
loom  for  this  purpose  ;  for*when  the  Jacquard  apparatus  is  applied 
in  the  ordinary  manner  (in  hand  looms)  the  abrupt  or  sudden  ac- 
tion caused  by  the  treadles  through  the  Jacquard  upon  the  warps, 
and  also  their  great  extent  of  opening  or  separating  to  allow  the 
shuttle  to  pass,  is  liable  to  break  the  metallic  strands,  they  not  be- 
ing so  elastic  or  capable  of  yielding  longitudinally  as  warps  of  silk 
or  twisted  fibrous  material,  and  therefore  a  means  of  remedying  this 
evil  is  adapted  with  the  Jacquard  to  the  loom  ;  the  rising  motion  of 
the  head-board  or  top  of  the  Jacquard  apparatus,  being  first  met  by 
an  elastic  resistance,  and  then  stayed  at  the  proper  distance  by  an 
adjustable  stop-piece. 

It  should  be  here  remarked,  that  solid  gM  and  silver,  and  gilt 
wire,  has  been  heretofore  applied  in  the  piaking  of  gold  and  silver 
lace ;  but  it  has  only  been  used  as  weft  threads,  interwoven  with 
warps,  consisting  of  threads  of  silk  or  fibrous  material,  such  warps 
being  covered,  or  nearly  so,  by  the  picks  of  metal  weft,  and  having 
a  small  or  finer  binding  warp  thread  of  silk  or  fibrous  material  to 
secure  such  metal  weft  in  parts  where  it  floats  over  several  threads 
to  produce  the  figure  or  design  on  the  fietce  of  the  fabric ;  and 
such  combination  of  metal,  and  silk  or  fibrous  material,  has  here- 
tofore, only  been  woven  in  an  ordinary  figuring  loom  without  the 
Jacquard  apparatus ;  such  lace  has  all  the  disadvantages  of  the 
common  gold  and  silver  lace,  composed  entirely  of  silk  or  fibrous 
material,  both  warp  and  weft  being  covered  by  a  thin  coating 
of  metal  wound  or  coiled  around  them.  It  should  also  be  ob- 
served, that  a  description  of  metaUic  tissue  has  heretofore  been  wo- 
ven in  ordinary  looms  of  the  simplest  construction,  that  is,  without 
the  means  of  producing  figures  or  designs :  but  this  has  been  done 
only  in  broad-pieces  of  plain  fabric,  the  warp  and  weft  regularly  in- 
terweaving with  one  another  at  each  pick  of  the  weft  or  change  of 
the  pattern  or  figure  ;  which  woven  ivire  work  or  ftibric  is  applica- 
ble to  the  making  of  window-blinds,  paper  strainers,  sieves,  screens, 
fire  guards,  and  other  purposes,  where  the  same  may  be  used. 

In  order  to  apply  this  invention  with  good  efifisct,  and  produce  the 
ornamental  tissues  with  the  best  advantage,  the  metallic  strands  or 
wire  should  be  carefully  annealed  by  heating  the  same,  and  aUow- 
ing  it  to  cool  gradually,  in  order  to  destroy  the  brittleness  caused  in 
the  drawing  of  the  wire,  and  to  render  it  as  pliant  as  possible,  so 
that  the  metallic  strands  may  work  well  with  the  Jacquard  appara- 
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tU8.  The  following  means  or  method  of  eflfecting  this  object  should 
be  pursued : — 

The  wire  is  first  wound  upon  hollow  metal  bobbins ;  into  the  hol- 
low part  or  centre  of  these  bobbins  are  to  be  placed  red  hot  pieces 
of  metal,  whereby  the  wire  will  be  heated  on  the  bobbins,  and  then 
allowed  gradually  to  get  c<dd.  In  order  to  preserve  the  polish  of  the 
wire,  and  not  to  injure  its  colour,  the  bobbins  should  be  of  different 
metals,  according  to  the  diiferent  metal  wire  to  be  operated  upon  ; 
for  instance,  when  copper  wire  is  to  be  used,  the  bobbin  should  be 
formed  of  copper ;  if  the  wire  is  silver,  or  silver  gilt,  or  copper  gilt, 
the  bobbin  should  be  formed  of  sUver,  and  if  the  wire  is  gold,  the 
bobbins  should  of  course  also  be  of  gold.*  This  process  of  anneal- 
ing, as  well  as  the  means  employed,  may  be  varied  according  to  cir- 
cumstances, and  the  kind  of  metal  to  be  operated  upon ;  or  the 
wire  or  metallic  strands  may  be  annealed  in  any  other  convenient 
way ;  but  the  above  described  process  prevents  the  wire  being  in- 
jured by  heat,  and  gives  it  all  the  pliancy  desired. 

First,  begin  by  warping  the  annealed  metallic  strands  or  wires,  by 
six  at  a  time,  on  the  ordinary  warping  mill,  each  wire  being  sup- 
plied from  a  bobbin,  placed  on  a  creel  in  the  same  manner  as  in  the 
ordinary  method  of  warping  cotton,  silk,  or  other  threads,  (see 
Figs.  3,  4  and  B.)  These  metallic  strands  are  to  be  fastened,  by 
packs  of  25  together,  on  the  warp  beam  of  the  loom,  taking  care 
they  are  all  equally  distended.  When  this  is  done,  the  beam  is  to 
be  turned  round,  and  all  the  warp  threads  wound  evenly  thereon. 
It  is  requisite,  at  each  revolution  of  the  roller,  to  place  a  strip  of  card- 
board, or  piece  of  stiff  paper  or  other  material,  upon  the  metallic 
strands,  wound  upon  the  beam,  in  order  to  prevent  them  from  get- 
ting entangled  one  with  the  other ;  or  a  continuous  sheet  of  card- 
board, paper,  or  cloth,  may  be  wound  on  with  the  strands  for  this 
purpose.  This  precaution  is  very  necessary,  as  otherwise  the  threads 
would  bind  one  with  another,  and  prevent  them  unwinding  or 
drawing  off  regularly,  during  the  operation  of  weaving,  and  there- 
by become  broken.  A  suflScient  length  of  the  metallic  warp  must 
be  left  unwound,  to  allow  of  their  being  passed  through  the  headles 
and  the  reed : — this  is  done  in  the  same  way  as  with  cotton  or  silk 
warps  :  the  workman,  however,  must  be  careful  not  to  let  any  of  the 
strands  escape ;  for,  if  he  does  so,  the  wire  springing  back  would 
coil  up  on  itself,  and  loop  into  a  kind  of  knot,— and  consequently 

*  None  but  workmen  of  the  best  chafacter  are  employed  in  this  manufac- 
ture, strict  hone8tyJ[)eing  indispensable. 
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be  injured.  When  this  is  the  case,  the  injured  wire  must  be  re- 
placed by  another,  to  be  taken  from  an  extra  spool  or  bobbin  placed 
at  the  back  of  the  loom ;  and  every  time  a  metallic  strand  breaks, 
during  the  weaving  of  the  tissue,  it  must  be  replaced  by  a  fresh  one, 
taken  from  an  extra  bobbin,  and  the  part  of  the  broken  strand  re- 
maining on  the  warp  beam  conducted  out  of  the  way  by  passing 
it  over  a  small  pulley,  and  kept,  by  means  of  a  weight  attached  to 
it,  from  intermixing  with  the  other  or  perfect  threads.  When  all 
the  threads  are  passed  through  tbe  headles  and  the  reed,  they  are 
to  be  collected,  in  packs  of  25,  and  fastened  to  the  cloth  roller,  the 
strands  being  distended  equally  thereon.  These  preliminary  opera- 
tions being  performed,  the  loom  is  ready  for  working. 

The  shuttle  employed  is  similar  to  that  used  in  the  weaving  of 
silk,  and  is  supplied  with  a  bobbin  containing  the  metallic  weft 
strands.  The  shuttle  should,  however,  be  rather  heavy,  as  instead 
of  governing  the  delivery  of  the  weft,  it  would  then  be  governed  by 
it,  and  would  spring  back  and  cause  injury  to  the  work.  The  first 
few  courses  of  the  shuttle  serve  to  regulate  the  position  of  the 
threads,  as  in  ordinary  weaving,  and  for  that  purpose  any  kind  of 
weft  may  be  used  instead  of  metallic  wires. 

The  operation  of  weaving  is  eifected  in  precisely  the  same  way 
08  when  working  with  silk  or  other  material :  eare  should,  how- 
ever, be  taken  that  the  weft  strands  of  wire  be  finer  than  those  of 
the  warp. 

Tissues,  composed  of  copper  wire^  may  be  woven  in  their  natural 
colour,  and  afterwards  gilded  or  silvered  ;  or  this  may  be  done  pre- 
vious to  the  weaving,  as  thought  desirable.* 

Silver  tissue  requires  much  less  care  in  the  course  of  fabrication 
than  wire  gilt  or  silvered,  as  with  the  latter,  care  must  be  taken  not 
to  injure  the  surface ;  the  tissue,  as  it  is  woven,  should  be  covered 
with  a  cloth. 


*  Among  the  splendid  ornaments  of  the  tent  erected  at  Alexandria  by 
Ptolemy  Philadelphns,  there  were  tunics  interwoven  with  gM :  and  in  tbe 
proceBsion  which  was  exhibited  on  the  same  occasion,  the  colossal  slatnes  of 
Bacchus  and  his  nurse  Nysa  were  attired,  the  former  in  a  shawl,  and  the  lat- 
ter in  a  tunic  variegated  with  gold, 

Pliny  informs  us  that  "  Gold  may  be  spun  or  woven  like  wool,  without  any 
wool  being  mixed  with  it  (Book  zxxiii.  ch.  zix.  Bostock's  translation.)  We 
are  informed  by  Verrius,  that  Tarquinius  Priscus  rode  in  triumph  in  a  tunic  of 
gold ;  and  we  have  seen  Agrippina,  the  wife  of  the  Emperor  Claudius,  when 
he  exhibited  the  spectacle  of  a  naval  combat,  sitting  by  him  covered  with  a 
robe  made  entirely  of  woven  gold  withmtt  any  other  matenalP 
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The  metallic  Ussaes,  composed  of  silver  wire,  are  very  readily 
cleaned  with  a  solution  of  water  and  sulphuric  acid — the  strength 
or  portion  of  add  is  regulated  according  to  the  degree  of  oxidation 
of  the  metallic  tissues ;  or  they  may  be  cleaned  in  any  other  way 
that  delicate  metal  articles  are  usually  cleaned.  Those  articles 
which  have  become  discoloured  by  exposure  to  the  atmosphere,  the 
efiect  of  smoke,  or  other  causes,  may  be  dipped  in  acid  solution,  and 
their  primitive  freshness  restored. 

GliMs  Weaving. — M.  Dubus  Bonnel,  of  Lille,  has  discovered  a 
method  of  making  a  cloth  of  glass,  which  is  perfectly  flexible,  and 
may  be  applied  to  the  hanging  of  rooms  and  other  purposes.  This 
cloth  is  extremely  beautiful ;  and  from  the  manner  in  which  it  re- 
flects the  light,  it  surpasses  in  brilliancy  every  thing  that  has  ever 
been  attempted  with  silk,  even  when  combined  with  gold  and  silver. 
Some  specimens  of  this  new  manu&cture  have  been  exhibited  in 
the  Passage  de  POpera,  in  Paris ;  and  the  Queen  of  the  French 
was  so  pleased  with  them,  that  she  ordered  a  gold  medal  to  be  sent 
to  the  inventor.  The  following  passage  is  extracted  from  a  French 
paper : — "  When  we  figure  to  ourselves  an  apartment  decorated 
with  cloth  of  glass,  and  resplendent  with  lights,  we  must  be  con- 
vinced that  it  will  equal  in  brilliancy  all  that  it  is  possible  for  the 
imagination  to  conceive ;  it  will  realize,  in  a  word,  the  wonders  of 
the  enchanted  palaces  of  the  Arabian  Tales.  The  lights  flashing 
from  the  polished  surface  of  the  glass,  to  which  any  colours  or  shade 
maybe  given,  will  make  the  room  have  the  appearance  of  an  apart- 
ment of  pearls,  mother-of-pearl,  or  diamonds,  or  composed  of  garnets^ 
sapphires,  topazes,  rubies,  emeralds,  amethysts,  &c.,  or,  in  short,  of 
all  those  precious  stones  united  and  combined  in  a  thousand  ways, 
and  formed  into  stars,  rosettes,  boquets,  garlands,  festoons,  and 
graceful  undulations,  varied  almost  to  infinity." — VEcho  du  Monde 
Savant,  ^e.  No.  58,  Feb.  15,  1837.) 

The  warp  is  composed  of  silk,  and  forms  the  body  and  ground- 
work, on  which  the  pattern  in  glass  appears,  as  effected  by  the  weft 
The  requisite  flexibility  of  glass  thread  for  manufacturing  purposes 
is  to  be  ascribed  to  its  extreme  fineness,  as  not  less  than  50  or  60 
of  the  original  threads  (produced  by  steam-engine  power)  are  re- 
quired to  form  one  thread  of  the  weft.  The  process  is  slow ;  as  not 
more  than  a  yard  can  be  manu&ctured  in  12  hours.  The  work, 
however,  as  already  observed,  is  extremely  beautiful,  and  compara- 
tively cheap,  inasmuch  as  no  similar  stufi*  where  bullion  is  really 
introduced  can  be  purchased  for  any  thing  like  >the  price  at  which 
this  is  sold  ;  added  to  this,  it  is,  as  far  as  the  glass  is  concerned,  im- 
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perishable.  Glass  is  more  durable  than  either  gold  or  sSver,  and, 
besides,  possesses  the  advantage  of  never  tarnishing.  Some  admi- 
rable specimens  of  this  kind  of  cloth  may  also  be  seen  at  the  Poly- 
technic Institution,  Regent  street,  London,  especially  two  patterns 
of  silver  on  a  blue  and  red  ground,  and  another  of  gold  on  crimson.* 
The  Jacquard  by  which  it  is  woven  may  also  be  seen  at  the 
same  estabUshment ; — this  Jacquard  is  exactly  like  that  represented 
at  Figs.  93  to  98,  and  described  at  page  192. 

The  inventor  of  this  manufacture  (M.  Bonnel)  entered  into  an 
arrangement  with  Colonel  Calvert,  of  London,  for  the  purpose  of 
securing  patents  in  Great  Britain,  for  the  method  of  rendering  the 
glass  thread  pliable,  as  well  as  of  giving  it  any  shade  of  colour  re- 
quired. The  Colonel  obtained  patents  accordingly  in  the  year 
1S37,  and  soon  after  applied  to  us  for  an  introduction  to  a  persoD 
likely  to  purchase  them,  and  also  to  construct  a  few  looms,  for  the 
purpose  of  exhibiting  the  new  manu&cture  on  a  small  scale  in  the 
first  instance,  to  show  the  advantages  of  it  We  immediately  in- 
troduced him  to  Mr.  William  Webb  (of  the  firm  of  James  Jacquier 
&,  Co.,  loom-builders,  No.  1,  Wood  street,  cor.  of  Church,  Spital- 
fields.)  This  gentleman,  having  the  entire  confidence  of  the  Eng- 
lish manufacturers,  both  as  regards  strict  integrity  of  character  and 
as  possessing  a  thorough  practical  knowledge  of  every  species  of 
figured  weaving,  was,  in  a  short  time,  enabled  to  meet  the  Colonels 
wishes.  Mr.  W^illiams  offered  to  purchase  the  patents,  provided 
that  Mr.  Webb  would  undertake  to  fit  up  suitable  looms  for  weav- 
ing the  stuff,  which  the  last  named  gentleman  agreed  to  do ;  and 
accordingly  the  patents  were  purchased  from  the  Colonel  for  5000/. 
For  our  trouble  in  this  affair,  and  many  other  services  besides,  we 
have  never  received  from  the  Colonel  so  much  as  a  polite  acknow^ 
ledgement.  Had  we  not  signed  the  "  temperance  pledge"  we  might 
have  insisted  on  something  to  drink.  Mr.  Webb,  for  his  services, 
obtained  the  sum  of  6/.;  while  his  lost  time  was  at  least  worth  100/. 

Letters  patent  were  granted  to  us  in  England,  Ireland,  Scotland, 
France,  Belgium,  Prussia  and  the  United  States  of  America,  for  a 
loom  for  weaving  figured  goods  of  almost  every  description,  on  the 
full  harness  principle  without  either  beadles  or  treadles.  The  Eng- 
lish patent  bears  date  12th  May,  1839,  and  was  enrolled  in  Her 
Majesty's  High  Court  of  Chancery,  Chancery  lane,  London,  12th 


*  Some  beautiful  specimens  of  this  kind  of  doth  have  lately  been  presented 
to  the  Commissioner  of  Patents  at  Washington,  for  public  exhibition  in  the 
Patent  Office  in  that  city. 
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November,  in  the  same  year.  The  English,  Irish,  and  Scotch  pa- 
tents are  in  the  name  of  Moses  Poole,  Esq.,  (of  the  firm  of  Poole 
and  Carpmael,  of  the  Patent  Office,  London ;)  the  French  in  the 
name  of  Charles  Cunningham,  Esq.  (father-in-law  of  Charles  La- 
fitte,  of  the  firm  of  Lafitte,  Blount  &  Co..  bankers,  Paris;)  the  Bel- 
gian in  the  name  of  Henry  Truffaut ;  the  Pmssian  in  the  name  of 
Platzhoff  and  Haenal,  silk  manufacturers,  Bruggen,  near  Crefeld ; 
and  the  American  in  the  name  of  Jeremiah  Wilbur,  Esq.*  (of  the 
firm  of  Masters,  Markoe  &  Co.,  merchants,  New  York.)  The  last 
named  patent  is  dated  March  12th,  1842,  but  has  only  14  years  to 
run  fi-om  the  date  of  the  English  one  above  named. 

Fig.  218,  represents  a  front  elevation  of  this  improved  loom. 

Fig.  219,  a  side  elevation. 

Fig.  220,  a  longitudinal  vertical  section. 

Fig.  221,  a  plan  of  a  part  of  the  loom. 

Fig.  222,  a  front  view  of  the  Jacquard  cylinder  and  firame  which 
carries  it,  showing  the  card  protectors. 

Fig.  223,  is  a  detached  section  of  the  lay,  &c.,  showing  a  front 
and  side  view  of  the  weft  puller  or  tightener. 

Fig.  224,  ^buttle. 

Fig.  225,  the  slide  of  the  stop  motion  detached. 

On  the  different  Figs,  of  these  drawings,  the  letters  of  reference 
are  the  same. 

a  a,  the  frame  of  the  loom  ;  b,  the  lay ;  c,  (Fig.  218)  the  reed. 
The  take-up  motion  rollers  dd,  placed  one  above  the  other  just  un- 
der the  breast-beam,  are  geared  together  by  the  cog  wheels  d\ 
(Fig.  218 ;)  the  upper  take-up  roller  is  pressed  down  by  a  lever  and 
weight  rf',  (Figs.  219,  220  and  221 ;)  on  the  axis  of  the  lower  one 
is  a  pulley  d',  (Fig.  219)  from  which  a  band  or  belt  e®,  passes  down 
to  a  similar  pulley  <•',  on  the  cloth  roller  c,  (Fig.  220 ;)  this  band  is 
tightened  with  more  or  less  force  by  the  pressure  of  the  pulley  c', 
(Fig.  219)  attached  by  a  stud  to  a  bent  lever  e*,  governed  by  a 
moveable  weight.  /,  (Figs.  220  and  221)  is  a  horizontal  shaft  on 
the  outside  of  the  frame,  placed  at  right  angles  to,  and  on  a  level 
with  the  cam  shaft,  on  the  end  of  which  is  a  bevel  wheel  /S  (Figs. 
218  and  221)  meshing  into  the  bevel  wheel/',  on  the  shaft  /,  (it 
will  be  perceived  that  by  changing  the  relative  size  of  these  wheels 
different  relative  velocities  will  be  given  to  the  shafts ;)  on  the  for- 


♦  George  D.  Baldwin,  merchant,  35  Spruce-Btreet,  New  York,  has  the  sole 
management  of  our  patents  in  the  United  States  of  America;  to  whom  all 
c(mimziimcaHon8  on  the  subject  must  be  addressed. 
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ward  end  of  the  shaft  /,  is  a  worm  wheel  /',  (Fig.  221)  working 
into  a  stud-wheel  g^  on  which  is  a  pinion  ^',  meshing  into  a  cog- 
wheel g^j  on  the  axis  of  the  lower  take-up  roller  d,  1 1,  are  picker 
sticks ;  j^  (Fig.  219)  are  the  shuttle-levers  or  treadles,  by  which  the 
picker-sticks  t  i,  are  moved ;  A:,  are  the  cams  to  put  the  shuttle- 
levers  in  motion  (one  at  each  side  of  the  loom ;)  m,  fitst  and  loose 
pulleys  driven  by  a  belt  in  the  usual  way ;  n,  warp  beam ;  o.  whip- 
roller — this  roller  is  suspended  on  the  top  of  two  levers  o',  havmg 
their  fulcra  at  o",  (Figs.  219  and  220)  and  extending  down  nearly 
perpendicular ;  the  ends  of  these  levers  rest  against  tops  o',  and 
are  held  there  by  springs  o* ;  this  aUows  the  warp  to  give  way  at 
every  beat  of  the  lay,  recovering  its  first  position  when  the  lay  re- 
tires from  the  cloth.  The  warp-beam  n,  is  surrounded  at  each  end 
by  the  usual  friction  strap,  to  each  of  which  is  appended  a  lever  p, 
having  its  fulcrum  at  p',  and  running  under  the  warp-beam  to- 
wards the  front  of  the  loom  ;  on  this  lever  is  a  sUding  weight  p',  to 
which  is  attached  a  connecting  rod  p' ;  these  rods  have  eyes  in 
their  forward  ends,  in  which  the  journals  of  a  horizontal  roller  q^ 
turn;  p^,  (see  Fig.  221)  are  springs  attached  to  the  rodsp',  which 
draw  them  forward  and  bring  the  roller  q^  against  the  cloth  roller  e, 
and  the  weight  p',  to  the  extreme  end  of  the  lever.  The  warp 
yarn  runs  from  the  beam  n,  over  the  roller  o,  through  the  harness 
and  reed  over  the  breast-beam  (which  in  this  loom  is  a  roller,  as 
shown  in  the  Figs  ;)  the  cloth  then  passes  down  inside  and  under 
(he  rollers  d  of,  and  round  the  lower  one,  up  between,  then  over  the 
upper  one  and  down  to  the  cloth  roller  «,  (this  roller  is  clearly  shown 
in  Fig.  220.)  As  the  cloth  roller  increases  in  size  by  the  winding 
on  of  the  cloth,  the  roller  q^  is  pushed  back,  carrying  along  with  it 
(he  rod  p^  and  weightp',  thereby  lessening  the  tension  on  the  warp- 
beam,  as  the  roll  diminishes;  on  taking  a  "cut"  from  the  cloth 
roller  the  rod  p^  is  lengthened  by  means  of  the  coupling  at  p^, 
(Fig.  220)  so  as  to  retain  the  weight  in  the  same  position  when  the 
cloth  is  taken  from  the  roller ;  the  cloth  is  regularly  drawn  forward 
as  it  is  woven,  by  means  of  the  take-up  rollers,  connected  as  above 
described,  with  the  cam  shaft;  the  cloth  is  wound  on  the  cloth 
roller  e,  with  any  required  degree  of  tension,  as  fast  as  it  is  deliver 
«d  from  the  take-up  rollers  d  d,  by  means  of  the  band  or  belt  e\  and 
tightening  or  friction  pulley  «',  the  revolutions  of  this  roller  being 
regulated  by  the  quantity  of  cloth  given  out.  On  the  driving  shaft 
r,  (Fig.  221)  is  placed  an  eccentric  6',  surrounded  by  a  collar  to 
which  an  inflexible  rod  b%  is  attached,  having  a  governing  screw 
6^  (Fig.  218)  to  regulate  its  length ;  the  upper  end  of  this  rod  is 
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connected  with  the  Jacquard  lever  g^.  It  will  be  perceived  by  this 
arrangement  that  the  harnese  leads,  weights,  d&c.,  are  worked  with 
the  greatest  precision  and  without  shock ;  but,  as  the  shed  in  this  case 
closes  down,  when  the  lay  has  been  brought  forward  half  the  beat, 
the  eccentric  above  described  could  not  be  used  on  some  kinds  of 
textures  to  advantage,  particularly  on  silk  goods,  but  for  another 
invention  which  we  call  the  ^^  weft  puller"  or  '^  tightener,"  con- 
structed in  the  following  manner : — ^To  the  under  side  of  the  lay  is  at- 
tached an  iron  s,  (Fig.  223)  which  projects  forward  and  is  formed 
into  a  fulcrum,  on  which  turns  a  finger  or  lever  s^ ;  this  finger  runs 
up  in  front  of  the  lay,  and  curves  back  lying  in  a  channel  cut 
across  the  race-board,  (one  channel  outside  of  each  selvage)  the  ex- 
treme end  curving  up,  at  or  behind  the  reed ;  the  finger  is  held  in 
this  position  by  a  spring  s*,  (Fig.  223)  attached  thereto  above  the 
fulcrum,  and  passing  under  the  lay ;  the  end  of  the  finger  below 
the  fulcrum  b  flattened  out,  and  a  short  rod  j',  is  joined  to  it  (form- 
ing a  hinge)  so  as  to  vibrate  sideways  parallel  to  the  lay ;  this  is 
kept  in  a  vertical  position  by  the  spring  s* ;  from  the  opposite  side 
projects  a  stud  ^  on  which  an  arm  s^,  from  the  protector  /,  of  the 
stop  motion  rests  (this  is  connected  with  the  shuttle-box  and  is  of 
the  common  construction,  as  shown  in  Figs.  219  and  220 ;)  from 
the  front  upright  of  the  loom  is  extended  out  an  arm  v,  (Figs.  220 ; 
and  223)  under  the  breast  beam,  the  end  of  which  forms  a  fulcrum 
at  v\  for  the  lever  catch  v*  (Fig.  223  ;)  this  lever,  at  its  lower  and 
forward  end,  is  bent  so  as  to  rest  on  the  arm  v,  and  is  held  down  to 
it  by  the  spring  v* ;  the  other  end  of  this  lever  is  bent  up  so  as  to 
come  in  contact  with  the  rod  s\  when  the  lay  is  thrown  forward, 
carrying  the  finger  or  lever  j',  forward  of  the  lay,  and  pushing  the 
weft  thread  up  to  die  cloth  and  straightening  it  before  the  shed  de- 
scends; as  soon  as  the  rod  passes  over  the  catch,  the  spring  ^', 
(Fig.  223)  brings  it  into  place  again,  as  the  lay  returns,  the  lever 
v',  is  depressed  by  the  rod  «',  till  it  clears  it : — if  the  shuttle  does 
not  pass  entirely  into  the  box,  the  rod  ^  (which  is  secured  in  the 
protector  /,)  bears  down  on  the  stud  ^,  and  turns  the  rod  ^^  to  one 
side,  so  that  it  does  not  strike  the  lever  catch  v*,  and  the  finger  s^j 
remains  at  rest  till  the  loom  stops,  thereby  preventing  the  damage 
that  might  be  caused  by  forcing  it  forward. 

The  Jacquard  in  its  general  construction  is  similar  to  that  repre- 
sented at  Figs.  93  to  98,  and  described  at  page  192,  except  in  the 
following  particulare :  The  first  part  of  the  improvements  consist  in 
what  we  call  ^'card  protectors."  Fig.  222  shows  a  front  view  of 
the  cylinder  Zj  with  its  pattern  cards,  (these  cards  are  like  those  re- 
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presented  at  Fig.  97,)  and  the  frame  6',  which  supports  it  The 
card  protectors  (one  at  each  end  of  the  pattern  card)  are  marked  e^j 
and  are  similar  to  the  press  d^ ;  they  are  placed  ^  of  an  inch  inside 
the  studs  or  knobs  a* ;  the  feet  of  these  protectors  have  a  smooth 
wire  on  their  under  edge,  (see  detached  part,  Fig.  222^)  to  prerent 
the  cards  from  catching :  the  rods  of  these  proteot^Nts  ran  up  through 
the  cross  braces  6',  of  the  cylinder  frame,  passing  through  spiral 
springs  h*  between  the  braces  which  help  to  press  them  down  on 
the  pattern-card.  It  will  be  seen  that  by  this  simple  method  the 
cards  are  prevented  from  being  mi8|;daced  or  injured  when  the  loom 
is  in  the  most  rapid  motion. 

The  second  improvement  in  the  Jaoquard  consists,  in  a  method 
of  counterbalancing  the  leads,  so  that  a  great  saving  of  power  is 
obtained  in  working  the  loom ;  this  improvement  is  shown  in 
Figs.  218,  219  and  220.  11,  is  a  throated  pulley  which  involves 
on  its  axis  in  a  suitable  stand,  bolted  to  the  frame  of  the  machine 
at  the  top ;  12,  is  a  strong  rope  made  fast  to  this  pulley  11,  and 
passing  out  at  one  side  of  it,  where  a  knot  is  made  upon  the  rope ; 
this  knot  is  represented  at  60,  Fig.  218 ;  one  end  of  the  rope  is  then 
connected  to  the  Jacquard  lifting  arm  at  16,  the  other  end  being 
made  fiist  to  a  lever  13,  (Figs.  219  and  220;)  this  lever  has  its  ful- 
crum or  axis  at  16,  and  is  governed  by  the  counterpoise  14,  which 
may  be  regulated  to  any  required  position  by  means  of  a  set  screw, 
as  shown  in  Figs.  219  and  220 :  the  operation  of  this  apparatus  is 
as  follows :  When  the  loom  is  put  in  action,  the  rod  6',  Fig.  218, 
will  cause  the  end  16,  of  the  Jacquard  lifting  arm  to  be  elevated 
and  thus  allow  the  lever  13,  to  be  depressed  by  the  counterpoise  14 ; 
this  takes  place  at  each  vibration  of  the  lay,  while  the  shed  is  open- 
ing ;  and  whQe  the  shed  is  closing,  this  lever  will  again  recover  its 
first  position,  as  shown  in  the  Figs.  While  the  shed  is  opening,  the 
weight  14,  on  the  lever  13,  will  aid  the  belt  or  strap,  which  commu- 
nicates motion  to  the  machinery  (in  the  usual  way)  in  lifting  the 
leads,  because  it  will  act  as  a  counterpoise  upon  them.  By  a  proper 
adjustment  of  the  weight  14,  according  to  the  weight  of  lead  re- 
quired to  be  lifted,  the  belt  for  running  the  loom  on  light  goods, 
such  as  merinoes,  gros  de  Naples,  &c.,  need  not  be  over  If  inches 
wide ;  we  have  never  used  a  broader  one  on  such  goods ;  any  sud- 
den jerking,  caused  by  the  leads  in  their  descent,  will  be  entirely 
prevented  by  the  counterpoise  14.  By  means  of  this  contrivance, 
it  will  be  perceived,  that  the  power  required  to  drive  the  loom  is  but 
small,  not  more  than  one-third  as  much  as  in  ordinary  power  looms. 
To  some  very  learned  gentlemen,  this  apparatus  may  appear,  fixMtn 
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its  extreme  gimplicity,  as  unworthy  of  notice ;  but  if  they  cannot 
see  through  it  theareiicaUy  they  would  do  well  to  try  its  effects  in 
practice. 

The  third  improvement  in  the  Jacquard  is  shown  at  Fig.  228, 
and  consists  in  placing  the  spring  19,  on  H^  needle,  instead  of  at 
the  back  of  it,  (as  at  e\  Fig.  98.)  In  Fig.  228,  17,  17,  represents 
the  common  lifting  hook ;  18,  the  needle ;  19,  the  spring ;  20,  a 
wire  or  reed  dent,  inserted  in  the  double  of  the  needle,  outside  the 
spring  ;  21,  the  horizontal  wire  which  supports  the  row  of  needles 
(as  at  G'  G^  Fig.  96 ;)  22,  a  tumed-up  Up  on  the  needle  against 
which  one  end  of  the  spring  19,  bears,  the  other  end  bearing  against 
the  dent  20 ;  23,  a  small  triangular  piece,  screwed  against  the  bot- 
tom of  the  needle  frame,  to  support  the  dents  20,  and  keep  them 
from  dropping  through ;  this  piece  may  either  be  made  of  wood  or 
iron ;  there  is  also  a  small  straight  edge  24,  screwed  against  the 
frame  above,  for  the  purpose  of  keeping  the  dents  20,  in  their  pro- 
per place ;  these  dents  are  let  into  small  notches  or  cuts,  made  with 
a  saw  in  the  back  of  the  frame,  which  notches  should  be  rather 
larger  than  the  thickness  of  the  dent,  in  order  that  the  dent  may  be 
easily  drawn  out  when  required.  Now,  it  is  evident,  that  by  pressing 
back  the  point  18,  of  the  needle,  the  spring  19,  will  be  compressed 
between  die  dent  20,  and  tumed-up  Up  22,  and  when  the  pressure 
is  removed,  the  needle  will  instantly  recover  its  former  position,  as 
shown  in  Fig.  228.  By  this  improvement,  the  pattern  produced  on 
the  cloth  will  be  more  perfect  than  in  looms  where  a  spring-box  is 
used,  such,  for  instance,  as  that  shown  at  Z'Z',  Fig.  96;  be- 
cause, when  the  springs  are  placed  on  the  needle,  they  do  not  re- 
quire to  be  of  more  than  half  the  strength  of  those  used  in  a  wood- 
en box,  for  the  foUowing  reasons :  Firstly,  when  the  spring  is  placed 
on  the  needle,  as  in  Fig.  228,  changes  in  the  atmosphere  will  have 
no  detrimental  effect  upon  it  such  as  they  have  on  the  springs 
A',  placed  in  the  box  Z',  Fig.  96,  these  being  liable,  when  com- 
pressed, to  stick  or  catch  on  the  fibres  of  the  wood  in  the  holes  of 
the  spring-box,  in  which  case  the  needles  would  not  be  driven  up 
against  the  card,  and  the  warp  threads  which  the  needles  governed 
would  not  be  lifted ;  consequently  the  pattern  would  be  produced 
imperfectly  upon  the  cloth.  In  working  with  the  spring-box,  it  of- 
ten occurs  that  as  many  as  five  or  six  springs  stick  in  their  holes  at 
once,  particularly  in  damp  weather ;  secondly,  when  the  springs  are 
placed  on  the  needles  as  shown  at  Fig.  228,  they  may  be  made  of 
brass  wire  as  fine  as  No.  28,  whereas,  with  the  spring-box  they 
must  be  of  No.  23  or  24,  and  even  then  their  action  is  not  near  so 


Digitized  by  VjOOQIC 


460  THE   ART   OF   WEAVING. 

certain  as  in  the  former  instance.  We  have  worked  a  power  loom 
like  that  shown  at  Figs.  218  to  221,  upwards  of  six  years,  on  silk 
goods,  at  a  speed  of  from  110  to  120  picks  of  weft  per  minute,  with 
springs  of  the  description  shown  at  Fig.  228,  and  we  can  truly  say, 
that  we  never  observed  jft  single  instance  of  a  needle  sticking  back,  or 
of  a  thread  being  misplaced  in  the  pattern  occasioned  by  any  fault  in 
the  operation  of  the  springs ;  these  springs  should  be  two  inches 
long  and  iS  of  an  inch  in  diameter.  When  the  spring  is  placed-  at 
the  back  of  the  needle,  (as  shown  at  Figs.  96  and  98,)  it  sometimes 
expands  so  as  to  become  larger  than  the  doubled  end  of  the  needle ; 
and  when  this  occurs,  it  will  partly  slip  on  the  needle  at  every 
change  of  the  pattern,  and  thereby  prevent  the  proper  operation 
of  the  needle.  We  think  it  will  now  be  seen,  that  our  improve- 
ments on  the  Jacquard,  just  described,  obviate  several  very  serious 
defects. 

In  a  shuttle  of  the  ordinary  constructkm  (see  Fig.  224)  is  at- 
tached a  brush,  or  tuft  of  hav,  or  omilar  fibrous  material  A',  on  one 
side  just  under  the  bobbin,  or  quill  t' ;  which  brush,  pressing 
against  the  bobbin,  prevents  the  thread  from  coming  off  in 
loops  or  kinks.  There  is  also  affixed  a  small  pin  m',  in  the  side  of 
the  shuttle  against  which  the  bent  wire  n',  is  pressed  by  the  spring 
o',  the  pivot  or  axb  being  at  p"  ;  the  weft  thread,  aft^  unwinding 
from  the  bobbin,  passes  between  the  bent  wire  n',  and  pin  f»',  giv- 
ing it  the  tension  required,  which  may  be  regulated  by  the  curve  of 
the  spring  o* ;  it  then  passes  out  of  the  shuttle  through  the  eye  in 
the  usual  way. 

Near  the  axis  of  the  picker-sticks,  is  attached  to  the  journal  of 
the  lay  an  adjustable  iron  t^,  (Fig.  219)  with  bolts,  so  as  to  allow 
its  position  to  be  changed,  the  upper  end  being  bent  horizontal ; 
this  rises  above  the  fiilcrumof  the  picker  stick,  which  strikes  against 
it,  and  stops  the  picker  at  any  desired  distance  from  the  end  of  the 
shuttle-box,  which  prevents  the  rebounding  of  the  shuttle  and  stop- 
ping the  loom. 

The  manner  of  stopping  the  loom  when  the  weft  thread  breaks 
is  as  follows : — Two  pulleys  y,  (see  Figs.  218  and  220)  are  affixed, 
one  over  the  harness-board,  the  other  just  below  the  lower  cross-bar 
of  the  loom ;  around  each  of  these  pulleys  is  passed  a  short  leather 
strap,  and  their  ends  are  connected  together  by  the  headles  or  strings 
y';  to  the  front  of  the  lower  strap  is  ftistened  one  end  of  a  bent 
lever  w,  (Fig.  220)  the  fulcrum  of  which  is  nearly  under  the  lower 
or  cam  shaft,  the  other  end  extends  up  above  the  cam  shaft,  on 
which  and  in  contact  with  the  lever,  is  placed  a  tappet  zK    a\ 
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(Figs.  220  and  221}  is  a  series  of  strings  fastened  into  an  iron 
screwed  to  the  guard-board  in  front  of  the  breast  beam  (Fig. 
220;)  these  pass  through  suitable  dents  in  the  reed  and  over  the 
race-board,  which  is  here  cut  out  (see  detached  parts  of  lay,  &c., 
Fig.  223)  so  that  the  shuttle  will  pass  over  the  strings  without  rub- 
bing them,  thence  through  the  mails  in  the  beadles  y*,  one  half  go* 
ing  into  the  front  or  lower  mafls  and  the  other  half  into  the  back 
ones,  as  in  drawing  the  warp  of  a  plain  web  with  two  leaves  of 
beadles ;  they  are  then  extended  over  two  grooved  pulleys  A*,  (Figs. 
220  and  221,)  placed  one  above  the  other,  so  that  all  the  strings 
which  are  kept  separate  by  the  grooves  on  the  pulleys  shall  be  en- 
tirely clear  from  each  other,  and  passing  down  through  a  plate  ;% 
(Fig.  220)  are  each  attached  to  a  separate  lead  weight  A' ;  they  are 
thus  prevented  from  twisting  and  entangling. 

On  the  protector  n',  of  the  common  stop  motion,  is  formed  a 
notch  n*,  (see  detached  part.  Fig.  219^,)  and  to  the  sUde  n',  (Fig. 
225,)  constructed  in  the  usual  way,  for  throwing  off  the  shipper,  is 
attached  a  button  /,  so  as  to  vibmte  easily  ;  from  this  button  is  ex- 
tended an  arm  Vj  under  the  strings  a\  having  an  eye  in  its  end ; 
to  each  of  the  lower  strings  is  connected  a  small  thread  or  wire  2', 
the  lower  ends  of  which  are  festened  into  the  eye  of  the  arm  V  ; 
over  the  button  /,  is  a  sweep  P,  (Fig.  226)  made  in  the  slide-piece 
n',  which  prevents  the  button  from  being  lifted  too  high  when  in 
action.  It  will  be  perceived,  that  as  the  cam  z\  (F^.  220)  revolves, 
it  throws  back  the  upper  end  of  the  bent  lever  w,  and  raises  the 
other  end,  which  is  united  at  the  bottom  to  the  strap  connecting  the 
beadles  y',  causing  the  front  ones  to  ascend  and  the  rear  ones  to 
descend,  thus  reversing  the  position  of  the  strings.  By  this  action 
the  button  /,  will  be  raised  above  the  slide  n\  (see  detached  part  of 
protector.  Fig.  219^,)  so  as  to  be  struck  by  the  protector  n\  and 
throw  off  the  shipper :  but  while  the  wefl  thread  is  unexpended,  or 
unbroken,  it  will  lie  across  the  lower  strings,  intercept  their  rising 
above  the  upper  ones,  and  thus  prevent  the  button  I,  from  coming 
in  contact  with  the  protector. 

Fig.  227,  represents  an  improved  method  of  working  the  Jac- 
quard,  which  we  have  found  very  advantageous  in  weaving  heavy 
goods  with  warps  of  a  sticky  nature,  whether  of  silk  or  wool.  The 
object  of  this  contrivance  is,  to  hold  open  the  shed  until  the  reed 
comes  in  contact  with  the  fell  of  the  cloth.  The  cam  9,  is  placed 
on  the  crank  shaft  (instead  of  the  eccentric  6',  as  in  Fig.  221 ;)  and 
it  is  surrounded  by  a  fork-piece  7, 7,  carrying  two  small  rollers  or 
pulleys  S,  8 ;  this  fork-piece  has  its  fulcrum  at  10,  where  it  works  on 
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an  azis-pin,  fixed  on  the  firaming  of  the  loom  (Fig.  219 ;)  the  cam 
9,  is  divided  off  by  lines,  as  shown  in  Fig.  227,  and  is  so  arranged 
that  the  distance  between  the  points  11,  is  exactly  the  same  as  that 
between  the  pcmits  22,  33,  44,  &c  From  this  it  is  evident,  that  al- 
though the  cam  9,  is  longer  one  way  than  another,  yet  it  will  work 
freely  between  the  rollers  8,  8,  and  in  contact  with  them :  for  ex- 
ample, the  width  of  the  cam  on  the  perpendicular  line  (drawn  across 
the  centre  of  the  rollers  8, 8,)  is  precisely  the  same  as  that  between 
the  points  11,  22,  and  so  forth.  Supposing,  for  example,  the  cam 
were  turned  round  until  the  one  point  4,  came  directly  under  the  up- 
per roller,  the  opposite  point  4,  on  the  same  line,  would  be  brought 
directly  above  Uie  centre  of  the  other  roUer.  Now,  had  not  the  cam 
this  shape,  the  rollers  8,  8,  would  not  bear  uniformly  upon  its  cir- 
cumference, but  would  allow  the  under  roller  to  fall  away  from  it  at 
intervals  until  a  fuller  part  came  into  action  against  the  roller ;  the 
the  result  of  which  would  be  an  imperfect  shed,  and  a  continual 
clitter-clatter.  It  is  unnecessary  to  say  more  on  this  subject,  as  any 
practical  manufacturer  or  loom  builder  will  easily  understand  the 
improved  mechanism,  and  its  mode  of  operation. 

The  improvements  just  described,  and  which  are  claimed  in  tho 
patents  are  as  follow : — 

Firstly,  the  combination  formed  by  the  rollers  del,  (as  shown 
clearly  in  Figs.  218  and  220)  and  the  cloth  roller  e,  having  the 
pulleys  d^j  and  e\  and  their  axes  (see  Fig.  219,)  connected  by  the 
belt  e\  in  combination  with  the  bent  lever  6',  having  the  governing 
weight,  for  the  purpose  described. 

Secondly,  the  roller  ;,  and  rods  p',  connected  to  and  in  combina- 
tion with  the  weigths  p\  sliding  on  the  lever  p,  of  the  drag  or  fric- 
tion strap,  for  the  purpose  of  regulating  the  tension  on  the  warp 
beam  as  set  forth. 

Thirdly,  the  weft  pullers  or  tighteners,  for  drawing  forward  and 
straightening  the  thread  or  threads  of  weft,  whereby  the  slack  or 
loose  part  of  each  thread  of  weft  is  tightened  or  pulled  up  immedi- 
ately after  the  shuttle  passes  through  the  shed,  and  the  bad  effect 
arising  from  the  diagonal  line  of  each  weft  thread,  after  the  shuttle 
is  propelled  through  the  shed,  is  prevented;  and  in  combination 
therewith  the  eccentric  b%  connected  with  the  Jacquard  by  an  in- 
flexible rod  b\  for  tlie  purpose  described. 

Fourthly,  the  application  and  airangement  called  card  protectors, 
shown  in  Fig.  222,  for  preventing  the  cards  from  being  torn  or 
damaged  during  the  working  of  the  loom. 

Fifthly,  in  the  shuttle,  the  bent  wire  n^,  acted  on  by  the  spring 
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tf',  in  combination  with  the  brush,  or  tuft  of  hair  A',  for  regulating 
the  delivery  of  the  weft  thread  from  the  shuttle. 

Sixthly,  the  regulating  iron  t^,  (Fig.  219)  in  combination  with 
the  pickerHsticks  1 1,  for  the  purpose  described. 

Seventhly,  the  placing  of  the  springs  19  (Fig.  228,)  on  the  needles 
of  the  Jacquard,  as  described,  instead  of  in  a  box  at  the  back  of  the 
needles,  as  in  Fig.  96. 

Eighthly,  in  the  motion  to  stop  the  loom  when  the  weft  thread 
breaks  or  becomes  expended  in  the  shuttle,  the  button  /,  attached  to 
the  slide  n^  with  its  sweep  P,  and  arm  f ,  to  and  combined  with  the 
lower  strings  a^  as  described,  and  set  forth  in  the  Figs. 

Lastly,  Uie  arrangement  of  mechanism  for  working  the  Jacquard, 
as  herein  above  set  forth,  and  as  shown  at  Fig.  227. 

M  M.  Dohmme  and  Romagney,  of  Paris,  obtained  patents  in 
France  and  Great  Britain  in  Uie  year  1837,  for  what  they  call,  an 
improvement  in  the  Jacquard,  the  object  of  which  is  to  supersede 
the  springs,  spring-box,  &c.,  at  the  back  of  the  needles.  In  order 
to  accomplish  this,  the  patentees  ccmstruct  the  vertical  or  lifting 
wires  of  two  pieces,  as  in  Fig.  229 ;  that  marked  28,  passes  through 
the  eye  of  the  horizontal  needle,  and  has  a  bend  or  hip  30,  at  its 
upper  end  by  which  it  is  supported  on  the  top  board  31.  On  the 
end  of  this  bent  part  30,  an  eye  29  is  formed,  into  which  the  piece  or 
leg  27,  is  linked,  which  thence  descends  to  the  bottom  board  33, 
where  it  is  connected  to  the  harness.  25,  represents  a  needle,  which 
is  of  the  common  form ;  and  26,  the  needle-board,  against  which 
the  cylinder  plays.  The  bend  30,  constitutes  a  spring-lever,  and  is 
a  substitute  for  the  spring  at  the  back  of  the  needle  shown  at  Fig. 
98 ;  the  weight  of  the  leads  below,  pulling  down  the  eye  of  the 
bend  30,  on  the  leg  28,  serves  to  keep  the  needle  25,  pressed  against 
the  pattern  card.  32,  represents  part  of  the  Jacquard  framing  to 
which  the  top  board  31,  is  bolted,  at  each  comer  of  the  machine ; 
21,  the  horizontal  wire  which  supports  the  row  of  needles  at  the 
back  in  the  uwal  way — only  one  needle,  with  its  lifting  apparatus, 
is  shown  in  the  Fig.  It  will  now  be  evident,  that  if  the  triangular 
lifter  34,  is  elevated,  the  leg  28,  will  also  be  raised,  carrying  up  with 
it  the  leg  27;  and  by  the  action  of  the  pattern-card  against  the 
point  of  the  needle  25,  the  lower  extremity  of  the  leg  28,  will  be 
thrown  off  the  lifter  34,  and  the  needle  wiU  be  missed.  The  under 
lip  of  the  lifter  is  about  ^  inch  in  width,  and  is  a  Uttle  elevated  at 
its  edge,  to  prevent  the  legs  28,  from  slipping  off  while  being  raised; 
the  back  or  vertical  part  of  the  lifter  is  about  an  inch  in  depth.  The 
lifters  are  made  of  strong  sheet-iron,  and  are  riveted  at  their  ez- 
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tremities  into  suitable  end  pieces,  forming  a  frame  or  griff.  When 
the  loom  is  at  rest,  as  in  the  Fig.,  the  lifters  should  be  f  of  an  inch 
below  the  points  of  the  legs  28.  The  board  21,  is  incUned  to  suit 
the  height  of  each  row  of  needles,  in  order  to  prevent  the  vertical 
wires  or  legs  28,  which  pass  through  the  upper  needles,  from  being 
thrown  farther  back  at  the  bottom  than  those  which  pass  through 
the  under  needles. 

A  committee  of  the  "  Soci6t6  d'  Encouragement  pour  PIndustrie 
Nationale,"  including  M.  le  Baron  Seguier,  waited  on  the  patentees 
of  the  above  invention  at  their  machine  shop,  Faub.  Poissonniere, 
Paris,  for  the  purpose  of  examining  four  Jacquards  on  this  princi- 
ple, in  operation  on  vesting  stuffs ;  and  the  result  of  the  examina- 
tion was,  the  presentation,  by  the  wise-heads  of  the  Soci^t^,  of  their 
large  gold  medal  to  MM.  Dohmme  and  Romagney.  The  com- 
mittee also  drew  up  a  long  account,  showing  forth  the  advantages 
of  the  invention,  not  only  to  individuals,  but  in  a  national  point  of 
view ;  they  likewise  set  forth  its  applicability  to  power-looms,  show- 
ing that  the  manufacturer  might  by  this  means  be  enabled  to  pro- 
duce figured  goods  of  the  most  beautiful  descriptions  imaginable, 
either  of  silk,  wool,  cotton,  or  linen,  and  with  as  much  facility  as 
the  common  brown  sheeting  which  costs  only  8f  sous  a  yard.  The 
committee  thought  that  a  power-loom  having  a  Jacquard  filled  with 
these  double  or  two-legged  hfting  wires,  might  be  driven  at  a  speed 
of  from  300  to  569  picks  of  weft  per  minuto ;  and  they  were  also 
of  opinion  that  a  little  girl  of  19  years  of  age,  or  any  inexperienced 
individual,  could  easily  tend  20  or  30  of  such  looms,  each  giving 
out  the  splendid  textures  like  water  falling  from  a  mountain  tor- 
rent !*  The  report  of  the  committee  formed  a  pamphlet  of  some  60 
pages,  independent  of  the  drawings  accompanying  it,  the  whole 
being,  perhaps,  one  of  the  clearest  expositions  ever  given  to  the 
world  of  so  obscure  a  subject,  and  well  calculated  to  show  the  un- 
fathomable depth  to  which  human  wieMlom  can  dive. 

Immediately  after  Messrs.  Di^mme  and  Romagney  obtained 
their  gold  medal,  and  the  Report  of  the  committee,  M.  Dohmme 

*  The  committee  further  observed  that  such  was  the  perfection  of  this  ma- 
chine, that  the  pattern-cards  might  be  made  of  common  writing  paper,  instead 
of  pasteboard.  We  have  tried  a  card  of  the  description  recommended,  but 
only  to  see  it  torn  in  tatters  the  first  rap  of  the  needles  against  it  We  have 
also  tried  two  thicknesses  with  no  better  success ;  and,  for  anything  we  know 
to  the  contrary,  might  have  continued  to  the  present  time,  adding  ply  after 
ply,  without  being  able  effectoally  to  withstand  the  shock  of  the  said  im- 
proved apparatus. 
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waited  upon  us,  at  the  establishment  of  Messrs.  Pihet  &  Ca,  Ave* 
nue  Parmentier,  Paris,  when  he  insisted  upon  the  immense  value 
of  the  machine,  and  wanted  us  to  apply  it  to  our  looms,  which  we 
there  had  in  c^ration  with  Jacquards  constructed  by  M.  Dioudon- 
nat,  (precisely  Uke  that  described  at  page  192.)  We  disapproved  of 
his  views  upon  the  subject,  and  to  show  us  beyond  the  possibility  of 
a  doubt  that  our  opinion  vxm  erroneous^  he  instantly  held  up  be- 
fore our  enraptured  eyes  the  said  voluminous  Report  and  the  glitter- 
ing gold  medal.  Shortly  after  this  we  received  a  visit  from  M.  Al- 
exandre Andelle  (member  of  the  Legion  of  Honor)  and  several 
other  gentlemen,  inviting  us  to  see  a  few  looms  in  operation  with  the 
two-legged  lifting  wires ;  with  which  invitation  we  readily  com- 
fdied.  On  our  arrival  at  the  manufticCory,  in  the  Rue  Petrel,  we 
saw  eight  looms  at  work  on  fancy  vestings,  all  mounted  with  Jac- 
quards upon  this  plan.  A^xx  examining  these  looms,  we  told  the  pa- 
tentees, in  the  presence  of  Mr.  Andelle  and  the  other  gentlemen  who 
accompanied  him,  that  the  two-legged  lifters  would  in  a  short 
time  be  numbered  among  the  things  that  were ;  and  at  the  same 
time  we  pointed  out  the  defects  of  the  plan.  All  this,  however,  did 
not  seem  to  damp  Mr.  Dohmme's  ardour,  until  we  passed  our  hand 
along  the  under  side  of  the  cloth,  bringing  the  nails  (which  were 
at  the  time  of  considerable  length)  in  contact  with  it,  and  drawing 
the  hand  gently  forward  ;  by  which  means  we  soon  collected  a  tole- 
rable handful  of  warp  threads  which  had  been  missed  altogeher  by 
the  machine.  Mr.  D.  observed  that  this  eviJ  might  be  easily  reine^ 
died  by  using  heavier  leads  to  the  harness  below ;  which  we  re- 
marked would  only  be  substituting  one  evil  for  another ;  and,  final- 
ly, he  got  into  a  passion,  and  called  us  a  prejudiced  foreigner  who 
was  unwilling  to  render  honour  where  honour  was  due,  and  parties 
ularly  so  to  Frenchmen ! 

MM.  Dohmme  and  Roraagney  entered  into  an  arrangement  with 
Sharp,  Roberts  &  Co.,  of  Manchester,  we  believe  through  their  agent, 
M.  Molinard,  by  which  patents  were  secured  in  Great  Britain,  and 
these  gentlemen  constructed  a  considerable  number  of  the  machines ; 
all  of  which  were  sold  to  manufacturers  on  guarantee.  About  this 
time  we  addressed  a  letter  to  Messrs.  Sharp,  Roberts  &  Co.,  through 
our  friend,  M.  Alexandre  Andelle  (who  had  frequently  transacted 
business  with  them  since  they  started  their  establishment)  offering 
them  the  construction  of  an  improved  Jacquard  of  ours.  In  an- 
swer to  this  letter  they  informed  us,  that  they  had  in  their  posses- 
sion at  the  time  (1837)  as  good  a  Jacquard  as  ours  or  any  other, 
either  in  Great  Britain  or  elsewhere,  namely,  the  said  Dohmme  ajud 
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Romagney'fl  machine.  About  six  months  ajfiter  this,  Mr.  Roberts 
informed  Mr.  Andelle,  that  all  the  Jacquards  sold  by  him  on  guar- 
antee had  been  returned,  and  that  he  had  lost  360/.  by  the  d — d 
Frenchman !  About  5000  of  the  machines  were  constructed  in 
Paris,  by  the  original  patentees,  most  of  which  were  sold  on  gua- 
rantee and  returned  or  thrown  aside  as  worthless,  nobody  continu- 
ing to  use  them  except  a  few  poor  persons  who  obtained  them  for  a 
mere  trifle,  and  could  not  afford  to  pay  for  good  machines. 

At  the  earnest  solicitation  of  M.  Dohmme,  we  applied  one  of  his 
machines  to  a  power-loom ;  but  in  a  short  time  were  obliged  to  dis- 
card it  for  the  following  reasons : — 

Firstly,  the  friction  of  the  legs  27  and  28,  in  the  holes  through 
which  they  pass  in  the  top  or  rest  board,  soon  wears  these  holes 
much  larger  than  they  should  be ;  which  will  be  evident  on  refer- 
ring to  the  Fig.  It  is  clear  that  when  the  hAer  34,  is  raised,  all  the 
strain  of  the  shed,  and  of  the  lead  weights  connected  to  the  harness 
below,  must  be  borne  by  the  leg  28,  and  mostly  by  the  bent  part  of 
it  or  hip  30. 

Secondly,  the  leads  must  be  much  heavier  in  this  machine  than 
in  those  where  springs  are  used;  because  the  pressure  of  the 
needles  against  the  card  entirely  depends  on  the  leads ;  and  should 
these  not  be  of  an  uniform  weight,  the  needles  will  be^  in  the  same 
proportion  pressed  against  the  card  with  different  degrees  of  force ; 
or  should  two  warp  threads  stick  U^ether  in  the  shed,  neither  of  the 
lifting  wires  to  which  they  belong  will  act  at  all. 

Thirdly,  in  order  to  bear  the  strain  of  the  shed  and  weight  of 
lead  attached  to  each  lifting  hook,  (which  weight  depends  on  the 
number  of  repeats  in  the  breadth  of  the  web,)  the  lifters  or  legs  28, 
must  be  made  of  strong  wire,  say  No.  10,  and  this,  of  course  in- 
creases the  diameter  of  the  eye  of  the  needle  26 ;  so  that  the 
needles  occupy  more  room  than  with  single  hooks  arranged  in  the 
old  way  (as  in  Fig.  96,)  where  it  is  customary  to  make  both  needles 
and  lifting  hooks  of  No.  14  wire. 

In  concluding  this  subject,  we  cannot  but  regret  that  so  much 
money  should  have  been  wasted  to  no  purpose,  and  such  praise 
foolishly  lavished  on  men  who  really  deserved  no  praise  at  all,  and 
this  too  by  a  committee  of  the  celebrated  "  Soci6t6  d'  Encourage- 
ment pour  P  Industrie  Nationale."  There  is  in  our  opinion  no  surer 
way  of  bringing  such  laudable  institutions  into  utter  dbgrace  in 
the  eyes  of  the  practical  manufacturer,  not  only  in  France  but  else- 
where, than  circumstances  of  this  nature.  Nobody  will  deny,  that 
had  either  Messrs.  Dohmme  and  Roroagney,  the  committee  of  the 
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Soci4t6,  or  Mr.  Roberts,  been  acquainted  prtictically  with  the  con- 
struction of  machines  for  weaving  figured  goods  in  general,  these 
ridiculous  blunders  might  have  been  avoided,  and  the  sum  of  80,000 
francs  saved. 

A  patent  was  obtained  in  England,  23d  May,  1842,  by  Frederick 
Goos,  machine  maker,  Manchester,  for  improvements  in  the  Jac- 
quard ;  and,  accc^-ding  to  the  patentee,  the  features  of  novelty  con- 
sist, in  the  first  place,  in  introducing  a  ^^  press-board,^^  pierced  with 
holes,  and  removing  the  cylinder  from  its  usual  situation  ;  by  this 
contrivance,  he  informs  us,  the  cards  are  presented  to  the  needles 
with  more  certainty,  and  any  accidental  breakage  prevented,  should 
the  cylinder  not  be  turned  entirely  round  as  the  card  advances ;  the 
cylinder  is  made  plain,  or  not  pierced,  and  employed  merely  for  the 
purpose  of  advancing  the  cards,  the  press-board  carrying  them  for- 
ward to^act  upon  the  needles.  Upon  the  needle-board  as  well  as  on 
the  cylinder,  pegs  or  knobs  are  placed,  in  order  to  ensure  the  more 
certain  presentation  of  the  cards  to  the  needles ;  the  position  of  the 
pressers  is  also  reversed  upon  the  cylinder  head,  and  the  rods  and 
springs  are  employed  to  act  upon  it  from  below  ;  the  bottom  of  the 
presser  is  beveled,  which  further  (the  patentee  says)  secures  the  cor- 
rect position  of  the  cylinder  ;  an  independent  cylinder-head  is  em- 
ployed outside  the  framing,  with  a  flange  to  guide  the  catches ; 
these  catches  being  in  one  piece  instead  of  two.  Another  peculiar- 
ity in  this  part  of  the  apparatus,  is  made  by  having  the  cylinder- 
frame  so  constructed  that  the  cylinder  and  press-board,  with 
their  carriage,  may  be  readily  removed,  to  permit  the  changing  of 
the  set  of  cards.  The  bottom  rail  of  the  cylinder  frame  is  made 
adjustable  by  bolts  and  slots,  that  the  guide  may  be  always  kept 
true ;  and  the  carriage  and  slide  of  the  cylinder  are  kept  firm  by  a 
cross-rod.  By  this  arrangement,  the  slide  may  be  placed  inside  the 
guide-rails,  instead  of  outside,  as  heretofore.  Additional  pressers 
are  placed  at  the  top  of  the  cards,  to  press  them  on  the  cylinder, 
their  guide-rods  sliding  in  holes  in  the  cross-rails  of  the  cylinder- 
frame  ;  which  arrangement  is  highly  valuable,  as  it  will  prevent 
the  cards  from  being  damaged.  Two  rods  with  springs  attached, 
having  flat  heads  or  discs  counter-sunk  in  the  needle-board,  are 
used  for  the  purpose  of  jerking  the  card  off  the  needles.  Another 
peculiarity  in  this  machine  (says  Mr.  G.)  consists  in  having  the 
lower  bend  of  the  lifting  hooks  extending  above  the  top  row  of 
needles,  and  placing  horizontal  wires,  one  for  each  row,  between 
the  two  plies  or  legs  of  the  needles ;  this,  Mr.  Goos  informs  us,  en- 
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ables  him  to  dispense  with  the  use  of  the  ordinary  springs,  to  press 
the  needle  forward,  as  used  heretofore  in  all  Jacquards. 

The  placing  of  the  cylinder  above  the  needles,  as  described,  with 
the  press-board  below  it,  to  carry  the  card  forward  against  their 
points,  is,  in  our  opinion,  one  of  the  most  ridiculous  contrivances 
ever  brought  forth  by  way  of  improvement  on  the  Jacquard.  The 
constructing  of  the  lifting  hooks  ot  wires  with  two  legs,  so  that  the 
bent  or  tumed-up  shank  shall  extend  above  the  top  row  of  needles, 
is  quite  dd  ;  indeed,  it  is  even  in  common  use  among  damask  ma- 
nufacturers in  the  town  of  Lurgan,  Ireland  *,  and  we  believe,  if  our 
memory  serves  us  right,  that  Peler  OTlanagan,  Esq.  and  Mr.  Henry 
Kelly,  of  that  place  constructed  some  with  as  many  as  three  legs,  each 
of  which  was  much  longer  than  gooseys  legs.  The  additional  card 
pressers,  to  keep  the  cards  against  the  cylinder  and  prevent  their 
being  jerked  off  the  knobs  while  the  loom  is  in  operation,  is  the  only 
thing  of  value  mentioned  by  Mr.  Goos ;  but,  unfcNtunately  for  him, 
this  improvement  is  included  in  Poole's  patent  of  May  12th,  1839, 
and  represented  in  this  work  at  Fig.  222. 

The  following  Figs,  represent  an  improved  loom  of  our  inven- 
tion, for  weaving  damask  table-cloths,  piano-forte  covers,  furni- 
ture and  window-curtain  stuffs,  &c.,  &c.,  &c.,  whether  of  silk, 
cotton,  wool,  hemp,  flax,  or  other  fibre,  or  parts  of  any  of  these 
combined ;  as,  for  instance,  cotton  and  linen,  wool  and  silk,  wool 
and  cotton,  &c.  Our  American  patent  for  this  loom  is  dated  April 
12th,  1843. 

Fig.  230,  is  a  fi-ont  elevation  of  the  loom. 

Fig.  231,   left  hand  side  elevation. 

Fig.  232,righthand  side  elevation. 

Fig.  233,  plan  of  some  parts  of  the  loom. 

Fig.  234,  vertical  section  of  parts  enlarged. 

Fig.  236,  plan  of  double  shifting  cams. 

Fig.  236,  two  views  of  button  of  double  shifting  cams. 

Fig.  237,  perspective  of  double  shifting  cams. 

Fig.  238,  perspective  of  the  improved  stop  thread  motion,  foi 
throwing  the  loom  out  of  action  when  the  weft  thread,  or  threads 
break  or  become  exhausted  in  the  shuttle,  or  shuttles. 

Figs.  239  and  240,  motion  for  taking  up  the  cloth. 

The  frame  of  the  loom  is  constructed  nearly  like  those  of  our 
other  looms,  already  described. 

The  Jacquard  A,  is  placed  upon  the  top  of  the  frame  of  the 
loom.  On  the  cylinder  journal  o(  the  Jacquard  there  is  a  grooved 
pulley  b,  (Figs.  230  and  232)  over  which   an  endless  cord   or 
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band  c,  passes  down  to  a  similar  pulley  dy  below  it;  this  pulley 
is  suspended  on  the  end  of  a  horizontal  lever  6,  which  has  its 
fulcrum  attached  to  the  frame  of  the  loom,  as  shown  in  Fig. 
230,  or  the  pulley  may  be  attached  to  the  slide,  which  moves 
up  and  down  in  guides,  fastened  to  the  frame,  or  may  be  other* 
wise  fixed  to  obtain  substantially  the  same  effect  without  de- 
parting from  the  principal  feature  of  the  improvement  The  cord 
or  band  c,  is  for  turning  the  cylinder  to  the  right  or  to  the  left 
(as  the  nature  of  the  case  may  require,)  when  the  wrong  card  is 
presented  to  the  needles,  without  the  weaver  being  necessitated 
to  climb  up  to  the  machine  for  that  purpose ;  the  lever  6,  being 
free  on  its  axis-pin  A,  (Fig.  230)  will  allow  of  its  other  extremi- 
ty rising  and  falling  according  to  the  vibratory  motion  of  the 
cylinder-carriage  or  frame  «,  and  thus  the  cord  or  band  c,  will  be 
kept  of  uniform  tension  during  the  operation  of  the  loom ;  this 
cord  or  band  revolves  continually  with  the  cylinder  while  the 
loom  is  in  action. 

It  will  now  be  seen,  that  by  taking  hold  of  the  cord  or  band 
c,  at  the  point  j,  (Fig.  230)  and  pulling  down  thereon,  a  new  card 
will  be  brought  to  the  face  of  the  needles.  When  the  cylinder 
is  being  turned  to  the  right  the  catch  Ar,  (Fig.  230)  is  to  be  lifted  up^ 
by  means  of  the  usual  contrivance  for  that  purpose,  a  view  of 
which  will  be  had  in  the  Fig.  The  catch-cord  may  be  so  ar- 
ranged as  to  lift  up  with  the  cord  or  band  c,  each  time  the  mis- 
placed card  is  recovered,  by  simply  letting  the  bob  cord  /,  (Fig. 
230)  hang  down  paralld  with  that  part  of  the  cord  or  band 
c,  and  then  hold  it  with  the  cord  or  band  c,  when  a  card  is  to  be 
recovered.  This  improvement  is  very  useful  where  only  one  thread 
of  weft  is  given  to  each  change  of  pattern,  because  the  loom  will 
always  run  one  card  over  after  the  weft  thread  breaks  or  becomes 
exhausted,  before  the  shipper  can  fairly  get  the  belt  from  off  the 
tight  pulley,  on  to  the  loose  one  ;  but  in  no  case  will  the  machine 
pass  more  than  one  card,  without  stopping,  after  the  thread  of  weft 
breaks  or  becomes  exhausted  in  the  shuttle. 

The  second  improvement  consists  in  the  mode  of  working  the 
Jacquard  machinery,  and  governing  the  shuttle  motion,  in  order  to 
obtain  eight  picks  of  weft  to  the  card  or  change  of  pattern,  and 
lose  one  pick,  so  as  to  procure  sufficient  time  to  change  the  pattern 
and  thereby  enable  us  to  obtain  a  more  smooth  and  uniform  action 
for  all  the  figuring  parts  of  the  machinery,  and  consequently  mak- 
ing a  more  perfect  piece  of  goods  than  where  any  sudden  jerking 
of  the  warp  yam  was  caused ;  by  this  arrangement  we  are  enabled 
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to  obtain  on  the  power-loom  a  mode  of  action  similar  to  thai  ob- 
tained by  the  hand  loom  weaver. 

The  mode  of  operation  on  the  hand  damask  loom  is  this : — The 
workman  first  depresses  the  pattern  treadle,  and  thereby  forms  (he 
shed  of  one  change  of  the  pattern,  which  treadle  he  keeps  down 
until  he  has,  with  his  right  foot,  worked  over  the  eight  ground 
leaves  of  headles,  by  means  of  the  eight  treadles,  throwing  in  one 
pick  of  weft  to  each  ;  he  then  lifts  his  foot  from  off  the  cylinder 
treadle,  whereupon  a  new  card  is  brought  into  contact  with  the 
needles  of  the  Jacquard  ;  he  again  depresses  the  same  treadle,  thus 
lifting  the  second  change  of  pattern  so  transferred  to  the  figuring 
machinery,  and  throws  in  eight  picks  as  before,  working  over  the 
ground  treadles  in  the  same  manner,  &c.  Thus  it  will  be  seen, 
that  there  are  two  motions  of  the  cylinder  or  pattern  treadle  to  each 
card ;  and  a  more  sudden  action  on  this  treadle  in  the  power-loom 
than  in  the  hand  loom,  where  ground  headles  are  used,  would  prove 
very  injurious  to  the  quality  of  the  goods  produced ;  besides,  the 
liability  of  the  warp  threads  to  break  would  be  greatly  increased, 
as  well  as  many  other  evils,  well  understood  by  every  competent 
manufacturer  of  figured  goods.  Having  thus  described  the  na- 
ture of  the  operation  on  a  hand  damask  loom,  we  proceed  to  ex- 
plain the  manner  by  which  the  same  is  obtained  in  the  power  loom, 
that  is  to  say  : 

The  inflexible  connecting  rod  m,  (Figs.  230,  231,  234  and  237) 
of  the  Jacquard,  descends  below  the  crank  shaft  n,  and  its  lower 
end  is  connected  with  a  horizontal  lever  o,  (Figs.  231,  233,  234, 
236  and  237)  that  extends  back  and  is  joined  to  the  back  part  of 
the  frame  of  the  loom,  working  on  the  axis  p  ;  there  is  a  stud  pro- 
jecting from  this  lever,  behind  the  point  of  its  junction  with  the 
vertical  lever,  on  which  is  a  friction  roller  9,  (FMgs.  233,  234  and 
235)  that  plays  in  a  groove  in  the  face  of  a  wheel  r,  more  particu- 
larly described  hereafter ;  the  driving  or  crank  shaft  is  furnished 
with  a  fast  and  loose  pulley  ss,  (Figs.  230,  231  and  233)  in  the 
usual  way ;  the  cranks  by  which  the  lay  is  worked  are  inside  the 
frame  of  the  loom  (see  Figs.  231,  232  and  233,)  and  on  the  end 
opposite  the  pulleys  there  are  two  pinions  affixed ;  the  inner  one  ^, 
(Fig.  232)  is  half  the  diameter  of  the  spur  wheel  ti,  on  the  second 
or  cam  shaft  v ;  the  outer  pinion  is  one  ninth  the  diameter  of  the 
wheel  w,  (Fig.  232)  into  which  it  works  ;  this  wheel  being  on  the 
third  shaft  x,  which  is  placed  forward  of  the  cam  shaft  v,  (as  shown 
in  the  Figs.)  and  on  a  level  with  it ;  the  third  shaft  (which  works 
the  Jacquard)  does  not  extend  from  side  to  side  of  the  loom,  but 
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terminates  a  little  beyond  a  brace  a',  which  extends  from  front  to 
back  of  the  loom  frame  near  the  centre,  and  supports  one  of  the 
journals  of  the  Jacquard  shaft.  On  the  cam  shaft  v,  are  two  double 
grooved  cams  b%  which  receive  motion  as  hereinafter  described ;  the 
two  arms  of  each  of  the  cams  b^,  project  radially,  from  opposite 
sides  of  the  shaft,  and  are  so  placed  with  reference  to  each  other« 
that  when  one  is  in  action  on  the  treadle  c%  the  other  revolves 
without  striking  it ;  the  hub  which  joins  the  two  arms  is  connected 
with  the  shaft  by  a  feather  upon  the  shaft  v,  so  that  the  cam  can 
slide  sideways  and  put  either  of  the  arms  in  contact  with  the  trea- 
dle c^.  There  are  two  of  these  treadles  which  are  attached  to  the 
common  picker  stick  d^,  (see  Figs.  230  and  231)  in  the  usual  way  ] 
these  treadles  are  depressed  alternately  by  the  double  shifting  cams 
6^,  for  eight  picks  of  the  shuttle  or  weft ;  the  cams  are  then  made 
to  slide  sideways  and  miss  one  pick;  the  other  arms  are  then 
brought  into  contact  with  the  treadles,  and  eight  picks  more  are 
thrown ;  at  every  ninth  beat  of  the  lay,  the  shuttle  remains  in  the 
boXf  for  a  purpose  hereinafter  described.  On  the  Jacquard  shaft 
which  revolves  once  for  every  nine  beats  of  the  lay,  there  are  two 
wheels  or  drums  e',  affixed  opposite  to  the  double  shifting  cams  b^, 
which  wheels  have  two  parallel  grooves  in  their  periphery,  near 
each  edge,  around  eight  ninths  of  their  circumference,  from  which 
point  are  obUque  grooves  crossing  over  to  the  other  side,  and  form- 
ing a  X  at  their  point  of  junction ;  these  grooves  guide  the  ends 
of  the  two  levers  /',  which  project  backwards  over  the  double 
shifting  cams  b\  to  the  back  of  the  loom  frame,  where  they  have 
their  axes  on  stud-pins  g^,  the  forward  end  of  each  of  these  levers 
.  /*,  which  is  in  the  groove,  has  a  follower  or  oval  button  A-,  on  it 
(see  Fig.  236,  where  this  button  is  shown  of  the  full  working  size) 
which  is  made  to  turn  and  follow  the  grooves  as  required; 
around  the  hubs  of  each  of  the  double  shifting  cams  6',  under 
the  lever  /',  a  groove  is  turned  into  which  a  pointed  set-screw 
from  the  levers  /^  projects  (one  from  each  lever;)  one  of  the 
wheels  c',  is  placed  with  the  obUque  groove  one  ninth  of  the  cir- 
cumference of  the  wheel  behind  the  other,  so  that  first  one  of 
the  cams  6',  will  be  shifted  and  then  the  other.  The  change 
takes  place  just  before  the  acting  arm  would  strike  the  treadle, 
which  brings  the  other  arm  on  the  same  cam  in  contact  with 
the  treadle  at  the  next  semi-revolution,  and  prevents  the  loom 
from  losing  more  than  one  pick  to  the  change  of  pattern  of  the 
Jacquard. 
The  Jacquard  shaft  x,  also  carries  a  wheel  r,  on   its  end,  in 
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the  face  of  which  a  concentric  groove  j^,  (see  Fig.  237)  is  cut 
eight-ninths  of  its  circumference;  the  other  ninth  the  groove 
curves  outward,  so  as  to  form  a  cam  which  will  act  on  the  con- 
necting rod  m,  of  the  Jacquard,  as  above  described ;  and  while 
the  shuttle  misses  one  pick,  (by  remaining  at  rest  in  the  lay 
box,)  the  pattern  has  time  to  change,  even  although  the  loom 
be  in  the  most  rapid  operation. 

Suppose,  for  example,  that  a  change  of  pattern  is  lifted  by 
means  of  the  wheel  r,  which  is  keyed  on  the  third  shaft  x,  as 
above  described,  then  we  begin  to  throw  the  shuttle  from  the 
right  hand  side  of  the  lay  to  the  left,  which  will  be  accomplished 
by  the  off-side  shuttle  treadle,  marked  1,  (see  Fig.  237 ;)  the  next 
pick  will  be  treadle  2 ;  the  third  pick  1 ;  the  fourth  pick  2 ;  the 
fifth  pick  1 ;  the  sixth  pick  2;  the  seventh  pick  1  ;  and  the  eighth 
pick  will  be  treadle  2.  The  shuttle  now  being  at  the  right  hand 
side  of  the  lay,  as  before,  must  not  be  thrown  until  the  cylinder  brings 
a  new  card  into  contact  with  the  pattern  needles,  and  thereby  trans- 
ferring a  new  change  of  pattern  to  the  warp  yarn  ;  this  requiring 
an  extra  motion  of  the  driving  shaft  to  effect,  could  not  be  accom- 
plished to  advantage  while  the  eighth  or  last  pick  of  the  change  of 
pattern  was  being  given,  as  above,  and  as  no  pattern  warp  would 
be  raised  in  time  for  the  semi-revolution  of  the  crank-shaft,  and 
there  not  being  sufficient  time  to  lift  the  pattern  shed,  before  the 
crank  arrived  at  its  proper  point  to  give  the  shuttle  impulse;  if 
the  shuttle  treadle  1,  was  acted  upon,  it  would  cause  the  shut- 
tle to  be  thrown  over  the  entire  body  of  the  warp  yarn.  Now, 
to  avoid  this,  as  soon  as  the  eighth  pick  was  thrown  to  the 
right  by  treadle  2,  then  the  cam  which  works  the  treadle  1,  is 
shot  out  sideways  to  the  right  by  means  of  the  cross  groove  x 
in  the  double  grooved  wheel  e^y  bringing  the  next  striking  arm  of 
the  cam  inside  (towards  the  right  hand)  of  its  treadle,  thereby 
moving  the  lever/*,  (see  Fig.  237)  with  its  follower  or  oval  button 
A«,  (Fig.  236)  from  the  groove  q^,  to  that  o{p%  thus  throwing  off 
the  arm  of  treadle  1,  and  bringing  in  its  place  the  other  arm  of  the 
same  cam,  preventing  the  shuttle  from  being  thrown  the  ninth  mo- 
tion, the  treadle  1,  not  being  then  acted  upon. 

Secondly,  it  is  now  evident  that  treadle  2,  must  not  be  acted  upon 
the  tenth  motion,  because  that  treadle  throws  the  shuttle  to  the 
right  hand  side,  where  it  already  is.  The  next  thing  to  be  accom- 
plished, is  to  slide  the  other  cam,  which  works  treadle  2,  sideways, 
80  as  to  throw  the  acting  arm  to  the  right  hand  side  of  treadle  2  ; 
which  is  effected  by  means  of  the  lever  /',  and  its  follower  or  oval 


Digitized  by  VjOOQIC 


Rg:230. 


Digitized  by  VjOOQIC 


Digitized  by  VjOOQ iC 


Eig:P3l. 


Digitized  by  VjOOQIC 


Digitized  by  VjOOQIC 


ng232. 


Digitized  by  VjOOQIC 


Digitized  by  VjOOQIC 


Fig:233. 


Digitized  by  VjOOQIC 


Digitized  by  VjOOQIC 


Kg.  235. 


Digitized  by  VjOOQIC 


Digitized  by  VjOOQIC 


Fig:  288 


Digitized  by  VjOOQIC 


Digitized  by  VjOOQIC 


FIGURED  WEAVING.  473 

button  h\  being  carried  from  the  groove  A*,  (see  Rg,  237)  to  that 
of  the  groove  2,  in  the  sarae  order  as  the  first. 

Thirdly,  the  two  acting  arms  of  the  double  shifting  cams  b^,  will 
now  give  in  eight  regular  picks  of  weft  to  the  change  of  pattern,  the 
first  pick  throwing  the  shuttle  from  right  to  left,  and  so  on,  until  eight 
are  given ;  whereupon,  the  action  of  the  apparatus  will  be  reversed, 
and  will  continue  to  work  right  and  left  every  other  eight  threads 
ot  weft,  missing  one  pick,  or  beat  of  the  lay,  only,  to  each  change  of 
pattern. 

The  third  part  of  the  invention  is  for  working  the  firont  mounting, 
which  consists  of  eight  leaves  of  beadles,  marked  t^,  (Figs.  230, 231 
and  232,)  forming  a  satin  or  tweeled  ground ;  these  leaves  are  con- 
nected above  with  double  lifting  coupers  u^,  (Fig.  230)  the  outer 
ends  of  which  are  connected  by  a  shackle.  The  shackles  on  the 
coupers  above  named,  are  connected  with  a  set  of  lifting  marches  y', 
{Fig.  233)  near  the  bottom  of  the  fiame,  by  rods  or  wires  z^,  (Figs. 
230  and  232) ;  these  marches  are  parallel  with  the  Jacquard  shaft  x, 
and  have  their  fulcrums  near  the  centre  at  a',  (Fig.  233 ;)  between 
these  marches  there  is  another  set  6',  called  sinking  marches,  the 
fulcrums  of  which  are  at  the  side  of  the  frame ;  the  opposite  ends 
being  connected  to  the  headles  underneath  ;  nearly  over  the  centre 
of  the  raising  and  sinking  marches,  a  cylinder  or  drum  «',  (Fig. 
230)  is  placed,  the  journab  of  which  are  on  a  level  with,  and  at 
right  angels  to,  the  Jacquard  shaft  x  ;  they  are  geared  together  by 
bevel  wheels  e',  (Figs.  230  and  233)  and  make  the  same  number 
of  revolutions.  The  cylinder  c',  has  eigfit  grooves  or  divisions 
turned  in  its  periphery,  each  of  which  is  wide  enough  to  extend  over 
two  of  the  marches,  (a  raising  and  a  sinkiug  one ;)  the  projec- 
tions or  rollers /',(shown  clearly  in  Fig.  230)  in  the  cylinder  occupy 
the  space  between  the  second  and  third,  fourth  and  fifth,  &c., 
throughout  the  series.  In  the  cylinder  are  inserted  eight  iron  spin- 
dles, near  its  periphery  and  parallel  with  its  axis]  these  spindles 
pass  through  each  of  the  sinking  and  raising  rollers/*,  between  the 
grooves  or  divisions,  and  serve  for  their  axes,  which  are  just  half  the 
thickness  of  the  grooves  or  divisions  above  named,  and  have  a  hub 
projecting  from  one  side  to  fill  their  respeotrve  grooves  or  divisions 
and  keep  them  in  place ;  two  pulleys  thus  constructed  are  placed  be- 
side each  other  in  the  two  first  grooves  or  divisions,  and  a  steel  spin- 
<Ile  is  passed  through  them,  their  hubs  being  towards  each  other  ; 
consequently,  when  the  cylinder  c',  is  turned  so  that  these  rollers 
come  in  contact  with  the  projections  on  the  marches  directly  under 
^Ate  cylinder,  one  depresses  llie  first  raising  march  in  the  seriies,  the 
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Other  the  first  sinking  inarch.  If  the  hube  of  the  roHerB  /', 
placed  the  other  way  (reversed),  the  first  sinking  march  and  the  sec- 
ond raising  one  would  be  acted  on,  these  being  placed  under  the 
first  roller,  and  so  on.  The  others  are  placed  in  proper  order  for  an 
eight  leaf  satin  tweel,  and  need  no  further  illustration.  The 
rollers  /',  can  be  turned  on  either  side,  so  as  to  sink  or  raise  the 
beadles,  as  required ;  and  by  drawing  out  the  spindles,  the  lollero 
can  be  so  arranged  in  the  cylinder  as  to  form  different  kinds  of 
tweels,  &c. 

From  the  foregoing  description  it  will  be  evident,  that  variations 
may  be  made ;  as,  for  instance,  the  giving  off  a  less  or  greater  num- 
ber than  eight  picks  of  the  weft  per  change  of  pattern ;  and  although, 
in  the  foregoing  description  and  drawings  eight  picks  of  weft  per 
card,  only,  are  mentioned,  the  machinery  is  not  confined  to  that 
number ;  the  Jacquard  shaft  may  turn  once  to  five  beats  of  the  lay, 
or  once  to  seven,  &c.;  which  will  give  four  or  six  picks  of  weft  to 
the  card  or  change  of  pattern,  and  four  or  six  leaves  of  ground 
beadles  will  be  used  instead  of  eight,  as  in  the  present  instance ;  all 
of  which  any  experienced  manufturturer  or  power  loom  maker  will 
at  once  perceive. 

For  very  wide  textures,  two  of  the  cylinders  c',  may  be  used  in- 
stead of  one  set,  and  also  two  sets  of  the  coupers  u\  the  lifting 
marches  y\  and  the  sinking  ones  ft',  one  complete  set  at  each  side 
of  the  loom.  The  reason  of  this  is  obvious,  because  the  headles  be- 
ing very  wide,  say  three  yards  or  more,  the  strain  on  one  set  alone 
would  be  very  great.  We  therefore  prefer  the  use  of  two  sets  instead 
of  one,  on  very  wide  fabrics,  and  particularly  so  for  the  manufttcture 
of  linen  table  cloths,  both  sets  being  geared  to  correspond  and  to  act 
at  the  same  time  on  their  respective  marches,  &c.  But  on  the  nar- 
rower fabrics,  say  under  forty  inches  wide,  one  set  alone,  as  herein 
above  specified,  will  be  quite  suflicient. 

The  fourth  part  of  the  improvements  consists,  in  a  new  mode  of 
regulating  the  warp  beam.  The  warp  beam  ^',  (Figs.  231,  232 
and  233)  is  surrounded  at  its  ends  by  friction  straps  A',  each  of 
which  descends  to  a  horizontal  lever  i* ;  the  fulcrum  of  this  lever  is 
supported  outside  the  frame  by  a  projecting  iron  j' ;  on  the  other 
end  of  this  lever,  the  friction  weight  Ar',  is  suspended,  one  weight  to 
each  side  of  the  loom,  (as  in  Fig.  233,)  to  which  a  connecting  rod/', 
IB  attached,  that  connects  it  with  an  upright  lever  m',  (Fig.  231  and 
232 ;)  this  lever  is  made  with  a  slot  in  its  lower  end  to  regulate  the 
distance  from  the  fulcrum  o',  of  the  lever,  at  which  the  connecting 
rod  2',  is  attached ;  the  fulcrum  is  about  one  third  its  length  from  the 
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top.  The  upper  ends  of  the  levera  m',  support  the  journals  of  a 
email  roller  p%  which  bear  against  the  warp  beam  g^.  When  the 
weaving  commences,  and  the  beam  is  fuU,  the  roller  p*,  is  very  far 
from  its  centre,  and  the  weight  A;',  is  near  the  end  of  the  lever  t' ; 
as  the  size  of  the  warp  beam  decreases,  the  roller  p',  approaches 
nearer  to  the  centre  of  it,  and  the  weight  k^y  is  moved  towards  the 
friction  strap  A',  thus  gradually  decreasing  the  friction  on  the  warp 
beam  and  regulating  the  tension  of  the  warp ;  the  weights  A:*,  will 
be  drawn  backwards  as  &st  as  the  warp  beam  decreases  in  size ; 
the  friction  weights  may  be  drawn  back  by  springs,  or  by  some  other 
'  suitable  contrivance,  as,  for  instance,  by  weights  and  cords  passing 
over  pulleys,  &c.  as  in  Figs.  231,  232  and  233 ;  any  required  de- 
gree of  tenmon  may  be  given  to  the  warp  yarn,  by  simply  adding 
cast-iron  quoits  on  the  perpendicular  spindles,  which  are  screwed 
into  the  weights  k*^  for  the  purpose,  as  shown  in  the  Figs. 

The  fifth  part  of  the  improvements  consists,  in  a  method  of  stop- 
ping the  loom  directly  when  the  thread  of  weft  breaks  or  becomes 
expended  in  the  shuttle.  This  contrivance  is  applicable  to  what  is 
called  the  stop  thread  motion;  for  which  motion  patents  were 
granted  several  years  since  to  Charles  Cunningham,  Esq.,  of  Paris ; 
and  in  England,  to  Messrs.  Wells  and  Eccles,  of  Manchester,  for 
another  modification  thereof,  bearing  date  6th  Jan.  1838  ;  and  for 
another  modification  still,  to  Moses  Poole,  Esq.,  of  the  Patent  Office, 
bearing  date  12th  May,  1839.  Now,  in  order  that  the  nature  of  this 
invention  or  improvement  may  be  more  clearly  understood,  it  is  ne- 
cessary for  us  to  describe  so  much  of  the  methods  employed  hereto- 
fore, and  just  referred  to,  aa  will  enable  the  reader  to  see  the  peculiar 
advantages  of  the  present  modification.  Several  of  the  parts  of  this 
mechanism  are  the  same  as  in  Poole  and  Cunningham's  patents. 
In  the  patent  granted  to  Wells  and  Eccles  (which  is  described  in 
vol.  13,  new  series,  of  London  Journal  of  Arts  and  Sciences)  there 
are  two  double  acting  levers,  marked  T,  and  U,  being  connected  to- 
gether with  a  small  string  or  wire ;  these  levers  vibrate  on  two  stud 
pins,  which  serve  as  their  axes,  and  are  riveted  or  bolted  to  a  plate, 
secured  or  made  &8t  to  the  side  of  the  loom,  directly  over^the  threads 
or  cords  P,  q ;  the  top  set  of  which  cords  is  connected  to  that  end  of 
one  of  the  double  acting  levers,  marked  T,  which  projects  over  them ; 
to  the  q)poeite  end  of  the  other  double  acting  lever,  there  is  made 
&8t  a  small  knob  W,  which  plays  up  aud  down  between  a  piece  of 
iron  on  the  belt  shipper,  and  the  front  of  the  lay :  aU  of  which  will  be 
seen  in  the  account  of  Wells  and  Eccles'  patent  just  alluded  to.  It 
will  at  once  be  perceived,  that  in  this  modification,  the  double  act- 
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ing  levers  T,  and  U,  will  be  kepi  on  the  continual  wibUe-wabUe 
(sbaking-quaker  fashion)  when  the  loom  is  in  operation,  and  thus 
the  knob  W,  will  sometimes  pop  itself  between  the  shipper  and  the 
lay  when  the  weft  is  not  broken,  or  expended  on  the  bobbin.  And, 
if  only  one  of  the  double  levers  T,  and  W,  is  used,  and  is  at  all  con- 
nected with  either  the  top  or  the  bottom  set  of  threads  P,  f  ,  by  means 
of  the  other  small  connecting  threads,  as  in  the  foregoing,  then,  the 
motion  will  be  quite  as  uncertain.  Now,  to  remedy  this  evil,  Poole's 
patent,  of  I2ih  May,  1839,  has,  instead  of  the  double  acting  levers, 
above  referred  to,  a  small  jogged  piece  of  iron,  resting  on  Uie  girth 
of  the  loom  and  connected  to  the  side  of  the  shipper  slide  (see  Fig.  225); 
to  this  jogged  piece  of  iron  is  attached  a  set  of  small  cords,  which 
are  connected  to  the  under  tier  of  the  stop  motion  strings ;  by  this 
improvement  the  double  acting  levers  T,  and  U,  (in  Wells  and  Ec- 
cles'  patent,)  are  done  away  with  altogether.  Poole's  method  is 
thus  rendered  far  more  certain  than  the  other,  because  the  jogged 
piece  of  iron,  resting  on  the  side  of  the  loom,  renders  the  motion  more 
steady. 

There  is  a  series  of  cords  q\  (see  Figs.  231, 232  and  238)  attached 
to  the  weights  r*.  (Fig.  231)  and  passing  over  the  pulleys  ^',  through 
the  beadles  or  endless  band  t\  (Figs.  230  and  231)  under  the  cum- 
ber-board, the  beadles  being  worked  by  the  cam  shaft — all  as  de* 
scribed  in  the  patent  granted  to  Moses  Poole.  The  cords  f ',  after 
passing  over  the  shuttle-race,  instead  of  being  all  tied  to  one  iron 
on  the  breast-beam  or  front  board,  are,  as  shown,  half  of  them,  or 
those  passing  through  the  mails  in  the  back  beadle,  affixed  to  an 
iron  u',  that  projects  up  in  front  of  the  breast-beam  or  front  guard 
board ;  this  iron  extends  down  to  the  bottom  edge  of  the  breast- 
beam  or  front  board,  to  which  it  is  attached,  and  then  turns  at  right 
angles  under  it,  as  at  v',(Fig8.  231  and  238,)  the  end  terminating  in 
a  vertical  pin  or  tumed-up  party', (see  Fig.  238)  a  little  shorter  than 
the  part  u^ ;  to  the  top  of  this  turned-up  part  y^  which  has  a  num- 
ber of  holes  for  the  purpose,  the  ends  of  the  cords  or  cat-guts  are  at- 
tached. On  the  breast-beam,  there  is  a  strong  piece  of  sheet-iron  w', 
screwed  or  other¥rise  made  fast,  that  extends  inward  to  the  iron  just 
described,  and  is  attached  to  the  breast-beam.  On  that  end  of  the 
iron  ti',  next  to  the  lay,  a  stud-pin  projects,  forming  a  fulcrum  for  a 
levers;',  (see  Fig.  238 ;)  this  lever  curves  up  from  one  side  of  the  ful- 
crum slightly,  and  thence  projects  under  the  upper  set  of  ccff'ds  ^', 
which  cords  are  attached  to  the  front  end  of  the  iron  u* ;  on  the  other 
side  of  the  fulcrum  the  lever  2?*,  extends  out  beyond  the  framing  and 
carves  down,  its  end  bearing  a  knob  (Figs.  231  and  238).    The 
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belt  shipper  a^,  and  its  catch  b*^  (Fig.  238)  are  of  the  usual  construc- 
tioQ.  On  the  handle  of  the  shipper  is  a  projecting  piece  cS  thai 
reaches  beyond  the  upright  of  the  frame.  In  Fig.  238,  the  shipper 
a*,  is  represented  off,  and  consequently  the  loom  stopped.  The 
shuttle  at  each  pick  passes  between  the  upper  and  under  cords  q^, 
and  when  it  enters  the  box  it  leaves  the  weft  thread,  if  not  broken 
or  exhausted,  across  the  under  set ;  the  lower  set  of  cords  are  then 
raised,  and  the  upper  ones  depressed  till  they  meet  in  the  centre  of 
the  shed,  and  are  prevented  fh)m  going  farther  by  the  thread  of  the 
weft ;  but  ifthere  is  no  thread  left  across  between  the  sets  of  cords  f  % 
they  pass  each  other  and  the  upper  ones  are  brought  down  low 
enough  to  depress  the  end  of  the  bent  lever  2r',  which  is  under  them ; 
this  elevates  the  knob  x*,  on  the  other  end,  and  brings  it  between 
the  lay  and  the  projection  e*,  cm  the  shipper,  and  throws  it  <^,  and 
consequently  causes  the  loom  to  stop. 

Fig.  239,  shows  as  much  of  a  power  loom  as  will  enable  us  to  ex- 
plain an  improved  method  of  taking-up  the  cloth ;  and  Fig.  240 
represents  the  apparatus  detached  from  the  loom,  d*,  is  the  driving 
wheel,  on  the  end  of  the  crank  shaft,  taking  into  the  wheel  eS  on 
the  cam  shaft ;  on  this  shaft  we  place  an  eccentric  /*,  surrounded 
by  a  collar  g*,  made  in  two  parts  and  held  together  by  bolts  h* ;  to 
one  side  of  the  cdlar  is  connected  a  rod  f^,  having  a  screw  joint  /, 
for  receiving  the  end  of  a  rod  A:*,  which  works  on  the  axis  pin  b  ; 
this  pin  may  be  raised  or  lowered  in  the  slot  m^  of  the  vertical  lever 
which  has  its  fulcrum  at  n^  to  suit  the  number  of  picks  of  weft  re- 
quired per  inch  of  the  goods  to  be  produced ;  the  upper  end  of  this 
lever  has  also  a  slot  in  it,  carrying  a  stud-pin  o^  and  this  stud-pin 
forms  the  axis  of  the  click  or  drag  p^,  which  draws  round  the  cloth 
roller  as  usual.  Now,  suppose  that  the  loom  is  put  into  action,  the 
eccentric  /*,  will  cause  the  lever  m',  to  oscillate,  and  thus  a  contin- 
uous rotary  motion  will  be  communicated  to  the  cloth  roller,  through 
the  medium  of  the  click  or  drag  p*. 

Having  now  described  the  nature  of  the  improvements,  and  the 
manner  in  which  the  same  may  be  performed,  it  is  to  be  understood 
that  we  do  not  limit  ourself  to  the  particular  arrangement  of  ma- 
chinery required  for  a  loom  to  weave  figured  fabrics,  as  we  are  quite 
aware  that  different  forms  and  arrangements  will  be  found  necessary 
for  effecting  the  same  objects  in  looms  for  weaving  other  fabrics,  and 
to  which  some  of  these  our  improvements  may  be  applied,  but  they 
will  be  such  as  any  experienced  workman  may  at  once  understand 
from  the  description  here  given,  and  will  be  governed  by  the  nature 
of  the  loom  or  looms  to  which  they  are  to  be  applied,  as  well  as  the 
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goods  to  be  produced ;  as,  for  instance,  the  improved  method  of 
stopping  the  loom  when  the  weft  thread  breaks,  may  be  applied 
with  advantage  to  any  power  loom.  Nor  do  we  mean  to  limit 
the  said  improvements  to  looms  with  Jacquard  machinery,  as  they 
are  also  applicable  to  various  other  kinds  (rf  figured  looms ;  for  in- 
stance, cylinder  or  barrel  looms,  (like  that  described  at  page  182,) 
where  a  cylinder  is  used  instead  of  Jacquard  machinery. 

Firstly,  what  we  more  particularly  claim  as  the  inventions  or  im- 
provements, is  the  combination  of  the  third  shaft  x,  with  the  crank 
shaft  n,  and  cam  shaft  v,  the  Jacquard  and  camshafts  being  driven 
by  separate  pinions  on  the  crank  shaft,  in  the  manner  and  for  the 
purpose  above  specified. 

Secondly,  we  claim  the  combination  of  the  double  sliding  cams  6*, 
one  for  each  of  the  shuttle  motion  treadles  c* ;  which  cams  slide  in- 
dependently of  each  other  fl-om  right  to  left,  and  frcmi  left  to  right,  in 
order  to  give  eight  regular  motions  on  the  right  and  nUss  ancy  then 
change  positions ;  and  in  connexion  therewith,  the  two  douUe  grooved 
wheels  or  drums  e^,  on  the  Jacquard  shaft  ar,  and  the  two  regulating 
levers  or  rods/',  by  which  the  shifting  or  sliding  motion  is  commu^ 
nicated  to  the  double  shifting  cams  6',  constructed  and  arranged 
substantially  in  the  manner  and  for  the  purpose  herein  set  forth. 

Thirdly,  we  claim  the  combination  of  the  cylinder  c',  with  the 
concentric  cam  wheel  r,  working  the  Jacquard,  for«  acting  on  the 
marches  of  the  headles,  in  the  manner  and  for  the  purpose  above 
described  ;  but  we  do  not  claim  the  cylinder  e',  as  new  in  itself,  the 
same  having  been  used  for  other  purposes  heretofore. 

Fourthly,  we  claim  the  combination  of  the  endless  cord  <Nr  bandc, 
with  the  Jacquard  cylinder,  pulleys  i,  and  </,  and  horizontal  lever  e, 
in  the  manner  and  for  the  purpose  set  forth. 

Fifthly,  we  claim  the  apparatus  for  decreasing  the  tension  on  the 
friction  strap,  on  the  warp  roller,  as  the  warp  unwinds ;  that  is  to 
say,  the  combination  of  the  roller  p^,  and  connecting  rods  2',  with 
the  weights  A:',  in  the  manner  and  for  the  purpose  herein  described. 

Sixthly,  we  claim  the  improvement  in  the  motion  to  stop  the  loom 
when  the  weft  thread  or  threads  break  or  become  exhausted  in  the 
shuttle,  as  above  specified,  viz :  the  combination  of  the  iron  u*,  on 
the  breast-beam  or  fi^ont-board  of  the  loom,  the  tumed-up  end  y', 
and  lever  z*,  constructed  and  arranged  as  herein  made  known. 

The  improved  method  of  taking  up  the  cloth  represented  in  Fig& 
239  and  240,  was  invented  by  us  in  the  year  1831,  and  which  we 
first  applied  to  a  muslin  loom  at  die  establishment  of  Messrs.  Claude 
Girdwin  &  Co.  Glasgow,  Scotland. 
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The  fbrogotng  improTements  do  not  cmistitute  over  one-ihird  of 
our  ioventions  in  looms.  We  have  obtained  patents  in  the  names 
of  Pooie,  Cunningham,  Tniffaut,  and  others,  for  25  or  30  other  im- 
provements, in  the  manu&cture  of  plain,  tweeled  and  figured  goods 
by  hand  and  by  power,  which  we  cannot  describe  in  this  work ; 
indeed,  these  improvements  are  mostly  applicable  to  power  looms  for 
weaving  Carpets,  Coach-lace,  ice.  &c  ;  but  we  intend  laying  them 
before  the  public,  along  with  other  interesting  matter,  at  no  very 
distant  period. 

On  application  to  the  Hon.  H.  L.  EUswcnrth,  Commissioner  of 
Patents  at  Washington,  D.  C,  he  furnished  us  with  the  following 
statement  of  claims  of  the  patents  granted  to  Erastus  B.  Bigelow, 
Esq.,  of  LoweU,  Mass.    Patent,  dated  May  16,  1842  :— 

"  First,  I  daim  the  placing  and  working  of  the  journals  f ,  u',  t?', 
and  u/j  as  shown  in  figures  1,  and  3,  of  the  accompanying  draw- 
ings, above  the  Jacquard  machine,  for  the  purpose  of  keeping  the 
knot  cords  straight,  ahd  thereby  securing  dieir  proper  action  an  the 
trap  boards  g',  and  h',  when  said  trap  boards  are  raised ;  and  also 
the  raising  of  one  of  said  trap  boards  v>hUst  the  other  descends 
in  order  to  equalize  the  powers  required  to  drive  the  loom  ;  and  in 
combinaHan  with  this  arrangement,  I  Ukewise  claim  the  working 
of  the  card  prism  or  polygon,  by  means  of  a  cam,  or  other  analo- 
gous device  operating  on,  and  working  said  card  prism  or  polygon, 
when  the  trap  boards  are  at  rest ;  the  respective  operations  herein 
referred  to,  being  carried  on  or  effected,  substantially  in  the  manner 
herein  fully  made  known. 

''  Secondly,  I  claim  the  combination  formed  by  the  two  rollers  d*, 
and  €^,  as  shown  in  the  drawings,  through  which  rollers  the  doth 
passes,  with  the  vibnUing  or  tension  roller  i\  which  is  employed 
to  give  tension  to  the  warp^  substantially  as  described. 

^  Thirdly,  I  claim  the  connecting,  the  vibrating  or  tension  roller 
i^,  with  the  machinery  employed  to  turn  the  warp  beam,  for  the 
purpose  of  regulating  the  action  of  said  machinery  on  said  warp 
beam,  and  thereby  determining  the  quantity  of  warp  delivered  out, 
in  the  manner  set  forth. 

"  Fourthly,  I  claim  the  manner  in  which  I  construct  my  shuttle 
boxes,  as  described  under  the  head  of  my  third  improvement,  and 
represented  in  the  respective  figures  therein  referred  to,  together  with 
the  modifications  thereof  herein  made  known ;  the  said  shuttle  box 
consisting  of  a  table,  with  springs  and  catches,  and  having  a  pro- 
jecting pin  on  each  end,  which  is  to  be  received  and  operated 
upon  by  the  reciprocating  arms  as  described. 
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''  Fifthly^  1  have  represe$Ued  and  described  my  shuttle  boxes  as 
disconnected  with  the  UUhe  (lay,  we  suppose,)  but  I  do  not  now 
claim  the  mere  disconnecting  of  these  parts,  this  having  been  the 
subject  of  a  claim  in  the  specification  of  a  patent  for  a  loom  for 
weaving  coach  lace  granted  to  me  on  the  20th  day  of  April,  1837 — 
But  I  do  claim  as  an  improvement  thereon,  the  working  of  a  series 
of  shuttle  boxes,  so  disconnected,  and  supported  by  the  frame  of  the 
loom,  or  other  stationary  part  of  the  structure  adapted  thereto  in  the 
manner  set  forth,  that  is  to  say,  having  the  said  shuttle  boxes  to 
turn  or  slide  in  stationary  fixtures  attctcked  to  the  frame  of  the 
loom,  or  in  any  other  manner  which  is  substantially  the  same.  A 
series  of  shuttle  boxes  so  disconnected  may  be  applied,  and  I  intend 
to  apply  them  to  looms  in  which  the  fly  shuttle  is  used,  and  I  do 
not  limit  my  claim,  therefore,  to  their  employment  in  looms  of  the 
kind  herein  described  (the  above  claim  is  a  'cute  one.) 

"  Sixthly,  I  claim  the  mannw  of  arranging  and  combining  the 
machinery  employed  to  cause  the  above  mentioned  reciprocating 
arms,  rods  or  bars,  to  receive,  retain  or  discharge  the  shuttles,  when 
they  are  handed  through  the  warp  ! 

"  Seventhly,  I  claim  the  manner  of  constructing  and  arranging 
the  apparatus  herein  desciibed,  for  preventing  the  selvage  of  the 
cloth  from  being  drawn  in,  and  of  stopping  the  loom  when  the 
filling  breaks,  or  is  exhausted  on  the  bobbin. 

'^  Eighthly,  I  claim  the  manner  of  throwug  the  loom  out  of  gear, 
when  a  change  of  colour  is  required  in  the  filling,  by  means  of  the 
connection  formed  for  that  purpose  between  the  Jacquard  machine 
and  the  shipper,  whether  such  connection  be  made  precisely  in  the 
manner  described,  or  in  any  other  which  is  substantially  the  same." 

Patent,  dated  May  26, 1842 ;  antedated,  May  1,  1842. 

"  First,  I  claim  the  application  of  the  me€isuring  roller  t,  to  the 
cloth  or  yarn,  for  the  purpose  of  regulating  the  action  of  the  ma- 
chinery employed  to  deliver  out  the  chain  or  warp,  or  to  take  up  the 
finished  cloth  in  the  manner  above  described,  or  under  such  modifi- 
cations thereof  as  shall  produce  the  same  end  by  similar  means. 

"  Secondly,  I  claim  Uie  combination  formed  by  the  tension  roller 
b,  and  the  measuring  roller  i,  co-operating  together  in  the  manner 
and  for  the  purpose  herein  set  forth. 

"  Thirdly,  I  claim  the  mode  of  giving  an  uniform  tension  to  each 
thread  of  woof  or  filling  as  above  described,  that  is  to  say,  I  daim 
the  grasping  of  the  thread  of  woof  orfiUingy  at  a  point  between 
the  shuttle  and  selvage  of  the  doth,  by  the  bars  «',  e',  and  ^,  q",  or 
by  a  pair  of  pliers  operating  in  a  simflar  manner  as  set  forth,  U>- 
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gether  with  the  mode  of  giving  tension  to  the  filling  as  above  set 
forth,  or  in  any  other  manner  which  is  substantially  the  same. 

'^  Fourthly^  I  claim  the  manner  in  which  I  have  connected  the 
shipper  and  the  rotating  shaft  x^,  with  the  apparatus  employed  to 
give  tension  to  the  woof  or  filling,  for  the  purpose  of  throwing  the 
loom  out  of  gear  when  the  woof  or  filling  breaks,  or  is  exhausted  on 
the  bobtMn." 

Patent,  granted  May  30, 1842;  antedated  May  1,  1842. 

^^  Having  thus  luUy  described  the  nature  of  my  improvements,  in 
the  loom  for  weaving  counterpanes,  and  other  figured  articles,  and 
having,  also,  set  forth  several  different  modifications  thereof,  and 
particularly  in  the  manner  of  forming  and  arranging  the  cams  on 
the  cam  shafts,  by  which  the  required  motion  is  given  to  the  re^ 
spective  treadles,  so  as  to  correspond  in  their  action  with  the 
arrangements  made  in  the  other  parts  of  the  loom,  it  is  to  be  under- 
stood that  I  do  not  claim,  nor  do  I  intend  to  limit  myself  to  the  par- 
ticulaT  arrangement  of  the  cams  and  treadles,  these  not  constituting 
a  distinguishing  or  an  essential  feature  of  my  improvements ;  these 
consisting,  mainly,  in  the  mounting  of  the  loom  and  of  tying  up  the 
ham4»,  so  as  to  admit  of  the  employment  of  one  or  more  m^oveable 
harness-boards,  and  of  one  ix  more  leaves  of  headUes,  and  of  the 
Jaeqtiard  Machine  in  the  power  loom.  By  this  arrangement  I  am 
enabled  to  produce  a  free  and  open  shed  of  the  warp,  and  to  allow 
one  part,  or  shed,  thereof  to  descend  whilst  the  other  is  rising. 
What  I  claim,  therefore,  as  constituting  my  inventions,  and  which 
I  desire  to  secure  by  Letters  Patent,  is  the  within  described  man- 
ners or  modes  of  mounting  the  loom,  and  tying  up  the  harness,  and 
of  working  the  same,  in  which,  under  its  variotis  modifications,  I 
combine  a  moveable  harness-board,  or  boards,  with  one,  or  more, 
leaves  of  headies,  or  harness,  and  with  the  Jacquard  Machine  in 
the  power  loom,  such  arrangement  and  combination  being  sttb- 
starUiaUy  the  same  with  that  herein  described^ 

We  have  given  above  Mr.  Bigelow's  claims,  exactly  as  received 
from  the  Commissioner  of  Patents ;  and  we  shall  now  offer  a  few 
remarks  ypon  them,  beginning  with  his  patent  of  16th  May,  1842. 

The  first  claim,  regarding  the  action  of  the  kiiot-cords  and  trap- 
boards,  contains  no  new  feature,  as  has  been  already  stated.  See 
pages  446  to  448.  The  working  of  the  card  prism  or  polygon, 
(Jacquard  cylinder),  by  means  of  a  cam,  when  the  trap  boards  are 
at  rest  (or  even  in  motion)  has  been  done  long  since.  Mr.  J.  Kyle, 
of  Glasgow,  M.  Eug.  Lefebre,  of  Lyons,  and  M.  R.  Dubois,  of 
Paris,  used  cams  and  other  contrivances  for  that  purpose  many  yearn 
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ago,  on  looms  for  weaving  some  kinds  of  vestingB  and  fiirakuvB 
stuffs ;  and  we  ourself  effected  the  same  thing  as  &r  back  as  the 
year  1831,  on  a  loom  for  weaving  quilted  vesting  stufls,  but  owing 
to  improvements  which  we  afterwards  made  in  the  mode  of  tying 
up  the  harness,  we  were  enabled  to  dispense  with  the  cam  altogether. 

Both  the  second  and  third  claims  are  comprised  in  Poole's,  Cun- 
ningham's, Truffaut's,  and  Wilbur's  patents.  See  page  462,  and 
Figs.  218,  219  and  220. 

The  fourth  claim  contains  nothing  worthy  of  notice. 

The  fifth  claim,  for  disconnecting  the  shuttle  boxes  from  the  lay, 
making  the  boxes  to  turn  or  slide  on  stationary  fixtures  attached  to 
the  frame  of  the  loom,  is  ingenious,  and,  if  simplified  in  its  mechan- 
ism, might  be  found  advantageous  in  the  manufacture  of  many 
kinds  of  &ncy  goods ;  but,  besides  Mr.  Fletcher  (see  page  394) 
there  are  five  other  difierent  claimants  to  the  honour  of  Uiis  inven- 
tion. It  remains  to  be  seen,  therefore,  to  whom  this  contrivance 
justly  belongs ;  which  our  forthcoming  treatise  on  carpeting  will 
clearly  set  to  rights. 

The  sixth  claim  merits  no  attention. 

The  seventh  claim,  for  preventing  the  selvage  at  the  cloth  from 
being  drawn  in,  and  of  stopping  the  loom  when  the  wefi  thread 
breaks,  is  illustrated  at  pages  403, 416  to  421, 443, 464  to  463,  and 
at  468  to  478. 

The  eighth  claim  is,  for  throwing  the  loom  out  of  gear  by  meam 
of  a  connection  between  the  shipper  and  the  Jaoquard  machine.  If 
by  this  Mr.  Bigelow  means  the  connection  of  the  shipper  with  a  few 
spare  Jacquard  needles,  one  for  each  colour  employed,  these  needles 
being  acted  upon  by  the  card  when  a  new  colour  is  to  commence  in 
the  cloth ;  we  say,  if  he  means  this,  he  claims  that  which  truly  be- 
longs to  us.  Besides,  we  have  adapted  Jacquard  needles,  (with 
lifting  hooks,  made  of  No.  10  wire,)  for  working  a  series  ofshuitie 
boxes,  either  in  hand  or  power  looms ;  and  for  which  we  obtained 
patents,  in  the  name  of  Mr.  Poole,  and  others,  several  years  before 
the  date  of  Mr.  Bigelow's  patent  A  modification  of  our  plan  for 
working  the  shuttle  boxes  with  the  Jacquard,  is  specified  in  Poole's 
patent  of  May  12,  1839 ;  and  any  person  who  feels  interested  on  the 
subject  may  obtam  a  copy  of  the  specification  and  drawings  of  this 
patent,  from  Messrs.  Poole  and  Carpmael,  of  the  Patent  CMBce, 
4  lincohi's  Inn,  Old  Square,  London,  on  payment  of  221.  lOs, 
(about  $108,00.) 

In  Mr.  Bigelow's  patent  of  26th  May,  1842,  his  first  claim  is,  the 
measuring  roller  >,  Sec.,  for  regulating  the  giving-out  of  the  warp 


Digitized  by  VjOOQIC 


FIGURED   WEAVING.  483 

and  the  takingnip  of  the  cloth.  Oar  apparatus  for  thb  purpose  is 
described  at  page  352,  and  represented  at  Figs.  161  to  164,  where 
a  measuring  roUer  is  shown,  marked  Q,. 

The  second  claim  is  only  a  modification  of  the  first. 

The  third  claim  is,  for  the  mode  of  giving  uniform  tension  to  each 
thread  of  weft  or  filling,  by  means  of  a  finger  or  pusher  at  each  sel- 
vage of  the  cloth,  working  in  a  groove  cut  in  the  lay ;  which  fingers 
draw  or  push  the  weft  thread  toward  the  cloth  at  each  pick  of  the 
shuttle.  Mr.  B.  also  claims  the  grasping  of  the  weft  thread  at  a 
point  between  the  shuttle  and  the  selvage  of  the  cloth,  by  bars,  or 
by  a  pair  of  pliers,  in  connection  with  the  fingers  for  tightening  up 
the  weft,  as  already  described.  Both  of  these  inventions  are  ours, 
and  are  included  in  our  patents.  In  the  beginning  of  the  year  1834 
we  laboured  under  great  difiiculty  in  weaving  heavy  silk  and 
woollen  goods,  the  warps  being  of  a  sticky  nature,  and  it  was  then 
that  we  applied  these  motions  for  obviating  the  difiiculty.  Some  of 
the  most  competent  manu&cturers  in  France,  who  saw  these  inven- 
tions in  operation,  were  highly  delighted  with  them ;  and  firom  the 
testimonials  at  the  end  of  this  work,  it  will  be  seen,  that  they  were 
acquainted  with  these  motions,  in  connection  with  several  of  our 
odier  improvements,  for  upwards  of  nine  years  previous  to  our  leav- 
ing France,  in  1841.  See  also  Enoch  Burt's  patent  of  19th  August, 
1828,  page  403. 

^The  fourth  claim  is  comprised  in  our  patents  already  referred  to, 
and  we  need  not,  therefore,  make  any  observations  upon  it  here. 

We  have  already  made  some  remarks  on  Mr.  Bigelow's  counter- 
pane loom  (see  pages  446  to  449),  the  patent  for  which  is  dated  30th 
May,  1842 ;  and  we  would  just  state  in  this  place,  what  we  before 
hinted,  that  without  the  motions  taken  ftom  Tompkins  and  Qilroy's 
loom,  and  from  ''Cross's  counterpoise  harness,"  the  counterpane 
loom  would  be  no  loom  at  all ;  as  it  is,  however,  it  answers  the  pur- 
pose very  well. 

We  make  the  following  extract  fi-om  the  specification  cft  a  patent, 
bearing  date  May,  1839,  granted  to  us  in  the  name  of  Moses  Poole, 
of  the  Patent  Office,  London : — 

^  The  tenth  part  of  the  invention  consists,  in  drawing  up  or  tight- 
ening the  weft  thread  or  threads  at  each  and  every  dirow  of  the 
shuttle,  so  as  to  prevent  any  loose  threads  or  loops,  or  any  other  un- 
evennesB  in  the  cloth  woven,  or  being  wove  in  the  loom  to  which 
this  new  mechanism  is  applied,  which,  it  must  be  acknowledged,  is 
a  matter  of  no  small  importance  to  the  manufacturer ;  for  it  is  well 
known  that  even  in  hand  looms  there  is  often  the  greatest  possible 
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difficulty  to  the  weaver,  or  peraon  who  tends  looms,  to  keep  the  weft 
thread  always  straight,  that  is  to  say,  that  when  the  shuttle  receives 
its  motion  from  one  side  of  the  loom  to  the  other  opposite  side,  that 
the  weft  thread  in  the  opening  of  the  warp  yarn  will  have  the  ap- 
pearance of  a  crooked  line,  or  zig-zag,  in  and  out,  or  similar  to  a 
thread  of  woollen  yarn  ravelled  or  taken  out  of  an  old  stocking ; 
this  has  always  been  a  source  of  the  very  greatest  embarrassment 
to  the  weaving  community,  and  more  particularly  so  to  the  manu- 
facturers of  silk,  woollen  and  such  like  sticky  or  gummy  yarns; 
for,  as  I  have  before  observed,  the  weft  thread  must  be  woven  into 
the  cloth  in  a  very  loose  and  imperfect  manner,  unless  something  is 
done  to  remedy  that  evil,  and  this  is  the  case  more  particularly  in 
Ipoms  worked  by  power.  And  I  would  further  remark,  that  it  is 
well  known  to  all  manu&cturers  and  weavers  in  general,  that  there 
never  has,  up  to  this  present  time,  been  any  effectual  remedy 
found  out  to  do  away  with  the  above  mentioned  evil,  and  particu- 
larly so  in  power  looms ;  for  it  must  at  once  be  perceived  by  the 
most  inexperienced  manufacturer  or  weaver,  that  unless  the  surftice 
or  texture  of  the  cloth  or  ftibric  woven  is  perfectly  smooth  and 
of  a  glossy  appearance,  something  like  the  surfiice  of  a  mirror,  then 
the  cloth  or  &bric  will  not  be  so  good  either  in  appearance  or  in  sub- 
stance. But  by  means  of  this  invention  or  improvement,  all  these 
above  mentioned  evils  will  be  annihilated,  and  done  away  with ; 
the  construction  and  adaption  of  which  will  be  readily  understood 
by  every  experienced  manufecturer  or  mechanic  who  is  acquainted 
with,  looms  and  machinery  in  general ;'  neither  is  it  subject  to  derange- 
ment in  any  way  whatever,  when  once  adopted  to  any  loom  or  looms, 
whether  such  loom  or  looms  are  worked  by  steam  or  other  power." 

Then  follows  a  description  of  the  invention,  including  several  dif- 
ferent modifications  of  it,  applicable  to  various  kinds  of  looms ;.  and 
the  patentee  ftirther  observes  : — 

"  Having  described  the  various  parts  of  the  invention  or  improv(>- 
ments  in  looms,  the  manner  of  their  working  is  as  follows,  namely : 
as  soon  as  the  shuttle  has  entered  the  lay  box,  after  having  been 
driven  through  the  shed  as  in  other  looms,  and  when  the  lay  is 
about  half  its  full  course  or  distance  forward  towards  the  fell  of  the 
doth,  then  the  said  finger  or  curved  lever-piece  will  push  forward 
the  weft  thread,  or  threads  before  the  warp  threads  descend  or  close 
together,  abd  also  before  the  reed  comes  into  contact  with  the 
cloth." 

The  patentee  next  refers  to  the  figures  contained  in  the  patent, 
and  afterwards  claims  as  follows : — 
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"  Having  now  described  the  invention  or  improvement  m  looms, 
and  the  manner  of  carrying  the  same  into  effect,  I  would  remark, 
that  of  course  I  place  one  motion  at  each  selvage  of  the  cloth,  so 
that  the  weft  thread  will  be  drawn  Irom  each  side  of  the  cloth  being 
woven ;  and  I  would  further  remark,  that  I  do  claim  as  the  inven- 
tion the  arrangement  of  apparatus  for  the  purpose  above  described 
of  drawing  or  tightening  die  weft  thread  or  threads  of  a  fabric  or 
fiabrics,  in  whatever  way  the  same  may  be  applied,  so  long  as  the 
principle  of  the  invention  is  retained,  that  of  pushing  or  carrying 
forward  whatever  part  of  the  weft  thread  may  remain  loosey 
slack  or  kinked  in  the  warp  opening  after  the  shuttle  has  received 
its  impulse  as  afiniesaid,  and  I  do  also  claim  the  api^cation  of  the 
same  to  all  looms,  whether  such  looms  are  worked  by  steam  or  other 
power." 

Although  in  all  Mr.  Bigelow's  claims  just  referred  to,  we  have,  we 
regret  to  say,  not  been  able  to  discover  any  new  feature,  yet  this 
gentleman  is  the  patentee  of  another  loom,  for  weaving  coach-lace 
by  power,  with  Jacquard  machinery,  of  which  we  have  formed  a 
very  favourable  opinion.  We  think  this  loom  evinces  much  inge- 
nuity in  its  construction,  and  is  decidedly  the  best  machine  for  weav- 
mg  coach-lace  yet  introduced.* 

The  importance  of  the  fine  arts  in  connection  with  manufactures, 
has  been  so  much  felt  in  Ghreat  Britain,  that  the  subject  was  investi- 
gated by  a  Select  Committee  of  the  House  of  Commons,  in  1835  ; 
and  the  evidence  then  brought  forward  is  highly  valuable,  being  de- 
rived from  the  experience  of  some  of  the  most  eminent  British  artiste 
and  manufecturers.  We  have  carefully  examined  the  information 
thus  furnished,  and  as  it  is  well  worthy  the  attention  of  all  manu- 
facturers of  figured  goods,  we  think  it  may  very  properly  be  intro- 
duced into  this  work.  We  accordingly  proceed  to  quote  the  evidence 
of  the  late  M.  Claude  GuiUotte,  and  shall  follow  with  that  of  other 
distinguished  gentlemen. 

M.  Claude  QuiUotte,  examined :  I  am  a  maker  of  Jacquard 
looms,  and  of  all  sorts  of  looms  for  silk  manu&cture,  and  of  French 
bar  looms,  by  Premaillerre,  upon  which  (the  bar  looms)  from  ten  to 
thirty  ribbons  at  a  time  may  be  manufectured,  and  the  whole  of  the 
machinery  conducted  by  a  young  man.  Of  those,  I  manu&ctured 
160,  at  several  times,  and  for  several  parties ;  and  they  were  the  very 
first,  ever  introduced"  to  this  country,  and  for  which  machinery  I  took 

*  A  correct  copy  of  the  specification  and  drawings  of  this  loom  will  be  given 
Id  our  promised  work  on  carpeting. 
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out  a  patent  Jacquard  machinery  adapts  itself  to  all  sorts  of  tissue. 
I  made  three  years  ago  the  most  complicated  machine  ever  produced 
in  England,  with  4,600  threads,  at  a  cost  of  50/.,  and  before  it  was 
put  in  order  and  set  to  work,  it  cost  1002.  ($600,00) ;  it  was  for 
weaving  napkins  and  tablecloths,  and  was  wcH'ked  by  one  man.  I 
also  made  many  of  the  Jacquard  machines,  with  1,600  to  1,700 
threads  for  smaller  table  linen.  Of  late,  I  am  making  Jacquard 
machines,  by  hundreds,  for  all  parts  of  England,  where  they  had 
not  been  introduced  before.  For  Yinrksfaire,  I  am  particularly  en- 
gaged at  present  making  them  for  merinos  and  damasks,  and  the 
same  for  Bolton  and  Manchester ;  I  have  agents  at  Manchester  and 
Bolton ;  and  I  have  been  engaged  in  making  them  at  Coventry  for 
ribbons.  There  are  from  7,000  to  8,000  Jacquard  kx>ms  in  opera- 
tion in  the  country,  and  there  has  been  an  extraordinary  increase  in 
the  demand ;  for  the  silk  manu&cture,  I  received  in  London  orders 
for  six,  eight,  and  ten  at  a  time ;  in  Yorkshire,  I  received  orders 
for  from  sixty  to  eighty  at  a  time ;  and  for  worsted  manuftctures, 
the  demand  is  also  considerable.*  The  demand  commenced  about 
eleven  years  ago,  and  has  become  much  more  active  of  late  in  York- 
shire :  and  yet,  I  was  four  years  ago  in  Yorkshire,  at  Halifrix,  Hud- 
dersfield,  and  the  surrounding  country,  with  an  interpreter,  taking 
with  me  half  a  dozen,  and  there  was  no  individual  willing  to  pur- 
chase one ;  and  after  my  return,  I  received  an  order  for  one  machine, 
in  order  to  make  an  experiment ;  it  succeeded,  and  the  consequence 
was,  an  order  from  the  same  individual,  a  Mr.  Gill,  to  manufacture 
more  than  100  such  machines,  and  there  was  a  demand  at  any 
price  from  every  body.  These  were  to  re-place  the  old  mechanism, 
which  was  employed  in  producing  small  patterns  ;  those  are  princi- 
pally used  for  waistcoats.  The  demand  could  not  of  course  contioue 
so  great  as  it  was ;  but  there  is  still  a  demand,  principally  for  me- 
rinos and  damasks.  In  Scotland  I  have  an  agent,  but  I  do  not  do 
much,  the  price  of  the  cards  for  the  manu&cture  of  Scotch  shawls 
being  too  high.  The  difficulty  of  apfdying  these  cards  to  shawl- 
making  is,  that  for  the  production  of  a  beautiful  pattern,  6,000  or 
6,000  are  required,  ¥^ich  makes  the  machinery  too  expenaive.!  At 
Norwich,  a  good  many  were  sold  one  or  two  years  ago,  but  they  are 
expensive^  and  it  has  prevented  its  being  mudi  applied  to  the  iilk 
manufitcture.    In  Scotland,  they  use  a  draw-boy  instead  of  a  Jac- 

•  There  are  probably  at  this  time  ( 1844)  30,000  Jacquard  machineB  in  opera- 
tion in  Great  Britain. 

t  For  some  of  the  finer  apecies  of  shawls,  now  produced  in  Europe,  as 
many  as  from  12,000  to  20,000  cards  are  used. 
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quard ;  in  ScoUand  and  Norwich,  the  number  of  cards  which  are 
necessary  for  the  production  of  a  figure  make  the  employment  of 
Jacquard  machines  much  more  expensive.  Sometimes  I  employ 
foreign  workmen  in  the  manufacture  of  my  machine^,  but  they 
leave  me  when  they  can  better  their  condition  ;  and  a  good  w<»rk- 
man,  such  as  I  employ,  will  get  thirty  shillings  ($7,50)  a  week.  I 
think  the  price  is  lower  here  than  it  is  in  France,  and  I  account  for 
it  thus :  because  I  carry  on  the  whole  of  the  manufacture  in  my 
won  workshops  ;  while  in  France  the  production  of  a  Jacquard  ma- 
chine is  divided  among  the  workshops  of  several  persons.*  There 
are  only  two  principal  makers  here,  but  the  competition  between 
those  two  is  so  great  that  the  prices  are  kept  low.  Many  inexperi- 
enced persons  have  made  attempts  to  make  the  machines,  but 
have  not  been  able  to  compete  with  those  who  had  more  experience, 
and  they  have  failed  in  producing  the  article  as  cheaply  as  we 
do.  I  employ  from  thirty  to  forty  workmen  in  Spitalfields.  The 
operation  of  adapting  the  design  to  the  loom  is  this : — First,  the  de- 
sign or  pattern  to  be  produced  on  the  doth  is  drawn  on  pap^,  and 
exhibited  for  approbation  ;  it  shows  on  paper  what  it  is  intended  to 
be  on  the  cloth  ;  as  the  threads  are  very  minute,  they  are  then  as  it 
were  extended  on  another  paper,  design-paper,  of  a  larger  size,  which 
shows  the  pattern  as  it  were  magnified,  in  order  to  place  so  many 
threads  to  the  inch,  perhaps  twenty,  that  every  square  may  represent 
a  thread.  This  is  what  the  French  call  ^^mise  en  carte,^  and  in 
English,  "  put  upon  rule-paper."t  The  next  process  the  rule-paper 
undergoes  is,  to  be  read  in,  which  transfers  the  pattern  from  the 
rule-paper,  and  prepares  it  f\illy  for  the  stamping  or  cutting  of  the 
cards.  The  rest  of  the  process  is  mechanical,  consisting  of  punch- 
ing holes  in  the  cards,  according  to  the  number  required,  and 
appljing  the  card  to  the  machine.  I  have  seen  200  boys 
employed  in  weaving  the  richest  figures  in  the  loom.  To  so 
simple  a  process  is  the  principle  of  weaving  now  reduced,  that 
even  boys  of  sixteen  years  of  age  are  set  to  weave  the  figures  of  so 
complicated  a  nature,  as  formerly  would  have  required  men  of  thirty 
years'  experience.  In  some  departments  of  this  process,  the  man- 
u&cture  is  superior  in  England,  in  others  in  France,  Plain  silks, 
if  manufactured  with  the  same  materials,  the  production  will  be 

*  TMb  is  not  the  case  in  France  now,  as  every  Jacquard  maker  of  etny  note 
eomj^etes'hifl  machines  in  his  own  worinhope. 

t  The  term  designing  means  in  France,  drawing  the  first  oatliiie  of  the  patr 
tern,  answering  to  what  we  call  sketching;  and  the  term  wise  en  carte 
answers  to  our  term  designing,  or  transferring  the  pattern  to  the  design-paper. 
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equal  in  England  as  in  France  ;  figured  silks  are  equal,  as  respects 
the  mere  manu&cture ;  and  there  are  two  points  of  inferiority,  the 
designing  and  the  mise  en  carte.  One  particular  reason  for  infm- 
ority  in  Eingland,  which  has  much  struck  me,  is,  the  exorbitant 
price  of  cards.  In  the  woollen  manufacture,  the  cards  which  have 
been  used  for  woollen  goods  have  been  returned  to  the  Excise.  A 
return  of  duty  has  been  obtained.  I  think  that,  if  the  same  thing 
were  done  with  the  Jacqiiard  cards,  it  would  have  a  tendency  to 
diminish  the  price.  Though,  generally  speaking,  the  price  is  about 
equal  in  the  two  countries ;  yet  in  the  reading  the  designs  there  is 
this  enormous  difference ;  the  average  price  in  France  is  three  francs^ 
or  half-a-crown  sterling ;  in  England,  the  price  was  a  long  time  l&s. ; 
it  came  down  to  10^.;  and  I  now  charge  8s,  per  hundred  I  attri- 
bute that  to  two  causes,  the  presence  of  silk  manufacturers,  which 
has  created  a  greater  competition  and  a  greater  necessity  6x  activity. 
This  aaivity  commenced  in  the  year  1823,  but  since  1826  the 
activity  and  competition  has  greatly  increased.  The  consequence 
of  this  competition  has  been  also  the  introduction  of  a  great  many 
French  designers  to  settle  here.  The  French  designer  understands 
the  mise  en  carte  (putting  on  rule  paper)  better  than  the  English 
designer ;  and  the  French  metteur  en  carte,  understands  design 
better  than  the  English  metteur  en  carte.  The  reason  that  occa- 
sions this  great  difference  between  the  metteur  en  cartes  and  design- 
ers of  England  and  France,  is,  that  the  designers  themselves  are 
obliged  to  put  it  on  the  rule-paper,  and  previous  to  that  go  through 
every  branch  of  the  business  (including  the  weaving),  and  this  is 
undoubtedly  the  cause  that  they  are  more  perfect  I  do  not  mean 
to  say  that  they  design  better  in  France  than  here ;  but  there  is 
a  much  greater  number  of  designers  of  the  same  capabilities  in 
France  than  here.  In  consequence  of  the  encouragement  the  French 
designers  receive,  they  are  both  more  numerous  and  more  talented, 
although  there  are  individuals  in  England  equally  as  clever,  and 
with  a  profound  knowledge  of  their  art  The  artist  who  draws  the 
designs  at  Lyons  ib  the  artbt  generally  employed  to  transfer  them  to 
the  rule-paper.  This  person,  whom  I  consider  the  metteur  en  carte, 
is  only  employed  in  that ;  he  is  inferior  here.  In  Lyons,  in  a  great 
number  of  instances,  there  is  never  a  design  drawn  at  all ;  but  the 
first  production  of  the  design  is  on  the  rule-paper.  Thtmettevr  en 
carte  is  himself  an  artist.  It  is  in  the  connexion  between  the  arts 
and  the  manufactures  that  we  are  inferior.  In  France  a  manufac- 
turer employs  from  three  to  four  artists,  and  in  England  one  artist 
suppUes  from  eight  to  ten  manu&cturers.    An  indifferent  artist  em- 
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ployed  in  painting  the  patterns  on  the  ruled  paper  may  be  obtained 
for  6(NE.  ($260,00)  a-year,  but  there  are  men  whose  services  are  worth 
4002.  a-year,  or  even  a  share  of  the  manufacture.  The  sale  of  the 
fancy  trade  entirely  depends  upon  the  tagte  and  abilities  of  the 
designer.  In  France  there  are  often  only  one  or  two  artists  who 
are  paid,  and  who  get  from  180/.  to  2O01.  a-year,  but  there  are  sev- 
eral who  give  their  services  for  the  instruction  they  receive.  The 
metteur  en  carte  should  be  well  instructed  in  designing.  He  should 
also  be  acquainted  with  manufisu^uree  in  theory  and  in  principle. 
They  are  so  at  Lyons,  but  they  are  not  so  in  Great  Britain.  The 
Jacquard  loom  was  first  adopted  at  Lytms  after  the  Revolution. 
Before  the  invention  of  the  Jacquard  machine,  eight  or  ten  years 
were  required  to  make  a  good  workman ;  afterwards  six  months 
were  sufficient  For  ten  years  after  the  discovery,  the  machinery 
remained  with  very  little  influence,  but  designers  increased  with  the 
introduction  of  the  machine.  From  the  year  1808  to  1810  the  ma- 
chine was  brought  into  activity,  but  at  that  period  it  was  very 
imperfect.  In  1814  it  was  much  improved^  and  in  1815  it  was 
fairly  estaUished.  When  France  possessed  the  monopoly  of  the 
Jacquard  machine,  it  gave  her  great  advantage  in  other  countries. 
France  has  only  by  great  exertions  produced  better  and  cheaper 
than  they.  There  is  a  school  of  design  at  Lyons.  The  young 
artists  have  since  the  discovery  of  M .  Jacquard  particularly  turned 
their  attention  to  the  mise  en  carte.  There  has  been  a  great 
augmentation  of  such  young  artists ;  indeed,  there  were  no  such  art- 
ists before ;  for  it  was  found  requisite  to  set  up  Jacquard  machines 
in  the  school  of  design.  This  lasted  two  or  three  years  only ;  they 
now  obtain  the  required  knowledge  of  the  loom  out  of  the  school. 
The  discovery  of  the  Jacquard  loom  infinitely  multiplied  the  number 
of  young  artists,  who  devoted  themselves  to  the  mise  en  carte.  The 
great  advantage  of  Jacquard  machinery,  is  this,  that  it  enables  that 
to  be  done  in  a  few  weeks,  which  before  occupied  months ;  and  that 
the  change  of  a  pattern  formerly  was  a  long,  laborious,  and  costly 
affair,  and  now  it  is  a  very  simple  one,  and  may  be  done  in  a  few 
minutes  after  the  completion  of  the  reading  and  the  stamping  or 
cutting  of  the  cards.  In  France,  in  ordinary  cases,  our  artists  re- 
ceive six  months?  instruction  in  the  theory  of  the  manufacture  before 
they  are  called  into  the  field  of  practice,  after  they  have  been  in- 
structed in  the  school  of  design  at  Lyons ;  or  artists,  during  their 
instruction,  must  pass  two  hours  a  day  to  understand  the  theory  of 
the  application  of  the  design  relative  to  the  machine.  There  are 
private  instrtictors  who  give  those  lessons  in  the  school  of  design  at 

62 
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Lyons;  they  also  give  iiistnictioiis  in  the  mi^e  en  eartey  makiiig^ 
their  talent  practical.    The  English  copy  the  good  French  patterns 
and  the  French  copy  the  good  English  patterns.    The  best  English 
designs  are  those  on  cotton  goods ;  but  the  E^DgUsh  do  not  under- 
stand the  mise  en  carte.    We  sometimes  make  good  copies  from 
English  patterns  for  the  Spitalfields  looms  fix>m  the  English  printed 
muslins,  but  it  requires  taste  and  knowledge  to  arrange  them.    The 
French  manufacturer  can  come  with  patterns  every  year  to  En^nd, 
bringing  with  him  samples  of  them  on  the  cloth,  whilst  the  English 
manufacturer  only  brings  it  on  the  paper ;  the  cause  of  that  is,  the 
French  manufacturer  employs  weavers  who  are  solely  engaged  in 
the  production  of  patterns,  and  as  the  pattern  on  the  cloth  shows 
more  distinctly  the  effect  than  the  drawing  on  paper,  it  g^ves  them 
an  advantage  in  the  market.    There  are  individuals  who  are  en- 
gaged, and  who  collect  at  Paris  the  patterns  in  vogue  there,  which 
they  bring  and  dispose  of  in  Engbuid,  and  they  also  carry  to  the 
continent  such  patterns  as  they  can  collect  here  for  the  purpose  of 
sale.     These  only  serve  as  mere  ideas;    in  the  execution  of  the, 
working  drawings  the  French  improve  upon  us.    If  there  were  a 
school  of  design  established  in  London,  its  effects  in  three  years 
would  be  so  to  equalize  the  manu&ctures  of  the  two  countries,  that 
the  country  in  which  they  were  produced  would  not  be  recognis- 
able,''   The  principal  difficulties  in  the  way  of  improvement  in  the 
silk  manufecture  are,  first,  the  high  duty  on  paper.    The  high 
price  of  paper  has  this  injurious  effect,  that  the  manufieu^turer  is  very 
unwilling  to  change  his  patterns.    There  is  a  difference  between 
the  cost  in  France  and  England ;  it  i?  as  one  Vofour,    The  English 
card  is  superior  to  the  French ;  but  that  makes  little  difference,  be- 
cause it  is  never  worn  out,  a  new  pattern  being  always  introduced 
before  the  cards  are  damaged  or  worn.    The  two  disadvantages  I 
consider  are  these,  the  higher  price  of  the  cards^  and  the  inferi- 
ority of  the  mstteur  en  carte.    With  respect  to  colours,  I  think,  in 
a  great  many  cases,  where  there  is  an  apparently  greater  beauty  in 
the  French  dyes,  they  are  much  less  permanent  than  those  of 
England,  and  I  have  seen  many  examples  where,  after  a  few  weeks' 
wearing,  the  French  colours  have  wholly  faded. 


^1  take  the  liberty  of  making  the  foQowing  remarks  about  design- 
ing and  mise  en  carte;  for  as  this  is  the  very  head  part  of  all  that 

*  French  pattermi  have  still  the  ascendancy  in  Great  Britain  (1844). 
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bekmgs  to  the  weaving  department,  and,  at  the  same  time,  is  the 
very  leiist  cultivated  in  this  country,  it  is  before  any  thing  else  the 
most  worthy  ofyowr  attentimt  and  consideration.  For  as  long  as 
this  branch  of  the  business  is  not  highly  improved,  and  proper  schools 
for  design  and  nUse  en  carte  erected,  and  children,  who  already 
have  acquired  the  practical  and  theoretical  part  of  weaving,  are  en- 
gaged and  trained  up  in  this  art,  France  will  always  have  to  boast 
over  England  of  the  honour  of  sending  more  fancy  patterns^  and 
finer  and  more  beautiful  toorkmanship^  and,  in  feet,  brought  to 
the  highest  state  of  perfection.  But,  on  the  contrary,  if  it  should 
meet  with  your  Honourable  Committee's  ajq^irobation,  and  get  en- 
couragement to  bring  it  into  fulfilment,  and  to  get  such  schools 
erected  in  some  quarter  of  Spitalfields,  or  its  arrondissement,  there  is 
no  doubt  whatever,  that  the  English  n  anu&cturers  will  soon  rival, 
if  not  altogether  equal,  the  French  manufecture,  and  thus  throw  off 
the  shame  of  seeing  foreign  manufectures  surpass  the  English  in 
quality  and  workmanship. 

"Your  very  humble  servant, 

"Claude  Guillotte." 

Mr.  Robert  Harrison^  examined :  In  designs  and  patterns  in 
the  silk  trade  we  are  very  inferior  to  the  French  ;  and  that  is  the 
principal  difficulty  under  which  we  labour  at  the  present  time.  We 
have  not  been  able  to  find  persons  in  this  country  who  are  capable 
of  giving  proper  designs ;  the  principal  difficulty  arises  firom  the  cir- 
cumstance of  men  not  having  been  brought  up  in  this  country  to 
design  for  silk ;  it  is  very  different  to  designing  for  printers^  from 
the  circumstance  thai  it  is  necessary  a  man  should  be  conversant 
with  the  principle  of  weaving  before  he  can  make  a  proper  de- 
sign for  silk.  If  we  could  only  get  designs  in  this  country,  we 
should  be  able  to  find  parties  that  could  put  them  on  ruled  paper  for 
weaving.  There  is  nothing  but  what  we  could  make,  provided  we 
had  a  proper  designer  for  the  purpose  of  drawing  patterns  for  weav- 
ing; and  I  think  the  principal  difficulty  arises  from  the  circum- 
stance of  not  having  any  school  of  arts  in  this  country,  where  young 
men  would  be  enabled  to  pursue  their  studies  for  the  purpose  of  per- 
fecting themselves  in  drawing  for  that  particular  branch  of  the 
manufecture.  There  is  no  want  of  talent  in  the  country,  because 
there  are  a  great  many  persons  engaged  exclusively  in  the  produc- 
tion of  designs  for  printed  cottons,  challies,  and  bandannas ;  we 
have  in  the  trade  individuals  who  can  draw  patterns^  but  are 
not  conversant  with  the  principle  of  weaving^  and  therefore  we 
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have  been  unable  to  put  those  patterns  to  work.  We  have  now 
many  patterns  by  ua  which  are  perfectly  useless,  because  the  draw- 
ing is  not  adapted  to  weaving.  We  would  vnllingly^  at  the  pres- 
ent time,  engage  a  man  at  a  handsome  salary j  conversant  with 
the  principle  of  weaving,  as  a  designer,  and  also  able  to  put  the 
pattern  upon  paper.  Foreigners  are  not  superior  to  us  in  their 
colours ;  there  is  a  brightness  in  their  colours  we  certainly  do  not 
possess,  but  I  think  our  colours  are  knore  permanent.  The  dyeing 
of  colours  has  certainly  improved  within  the  last  few  years,  and  in 
many  cases,  the  permanency  of  colours  decidedly  is  more  than  the 
French.  It  is  necessary  to  have  a  perfect  chemical  knowledge  be- 
fore a  man  can  be  a  good  dyer.  I  understand  the  peculiar  bril- 
liancy of  the  French  colours  arises  from  the  climate  more  than  any 
thing  else,  and  the  water  has  something  to  do  with  it  as  well.  It 
has  occurred  to  me,  if  we  had  a  school  of  arts  estabhshed  in  this 
country,  that  a  great  many  young  men  would  be  willing  to  make 
themselves  conversant  with  the  princ^e  of  weaving,  for  the  purpose 
of  procuring  that  particular  study,  and  ultimately  to  become  design- 
ers and  drawers  upon  ruled  paper  for  the  silk  trade.  It  would  be  a 
lucrative  profession. 

Mr.  John  Howell^  {of  the  firm  of  Howell  and  James,  Regent 
street),  examined :  The  manner  of  choosing  our  patterns  or  goods 
is  as  follows:  it  is  usual  for  the  Lyons  manu&cturers  to  come  twice 
a  year  to  England,  that  is,  in  the  spring  for  the  autumn,  and  the 
autumn  for  the  spring,  and  they  produce  perhaps  200  or  300  pat- 
terns, not  paper  patterns,  but  s9k  patterns  or  gauze  patterns,  or 
whatever  it  may  be,  and  from  these  patterns  we  make  our  selection ; 
and  it  sometimes  happens  that  we  have  so  good  an  opinion  of  cer- 
tain patterns,  that  we  say,  ^'  You  must  withdraw  that,  it  must  be 
made  for  us  only,"  and  for  20  or  30  pieces  they  will  do  that.  Now 
the  English  manufacturers  never  give  us  that  advantage,  they  think 
it  very  expensive  to  put  to  work  a  pattern  to  show  us  the  effect  of  it, 
for  it  looks  so  different  on  paper  to  what  it  is  in  reality,  that  we  cannot 
decide  whether  we  shall  have  it  or  not,  and  we  often  urge  them  to 
bring  us  a  Uttle  piece  ready,  to  see  the  efiect  of  it ;  sometimes  we 
want  colour,  sometimes  we  want  a  little  change  in  the  disposition  ; 
but  there  has  always  been  an  objection  to  the  expense  incurred,  and 
therefore  we  are  obliged  to  bear  the  expense  if  we  are  content  to 
order  from  a  paper  pattern  ;  we  have  sometimes  found  it  necessary 
to  ask  for  a  pattern-drawer  or  designer ;  not  a  pattern-drawer  be- 
cause they  are  distinct  businesses.  I  never  found  a  good  designer 
in  England;  a  pattern-drawer  is  a  different  thing  altogether ;  he 
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10  the  man  who  puts  the  thing  comparatively  to  work,  as  an  archi- 
tect designs  the  building  of  a  house.  -  Neiiher  have  I  found  a  good 
pattern-drawer ;  the  designer  gives  us  a  small  pattern,  and  the 
pattern-drawer  is  the  person  who  prepares  the  work ;  as  an  architect 
gives  a  drawing  to  the  boilder,  so  does  the  deedgner  to  the  pattern- 
drawer.  I  think  that  there  are  not  so  many  persons  capable  of 
doing  it  in  this  country  as  in  France ;  the  pattern-drawer  is  the  me- 
dium between  the  designer  and  the  weaver.  After  the  Peace  with 
France,  I  found  the  manufactures  of  that  country  were  superior  to 
those  of  England ;  I  mean  in  regard  to  silks  of  all  descriptions  ;  but 
I  think  a  great  deal  of  that  arose  out  of  having  made  use  of  better 
material ;  the  natural  silk  of  France  has  been  considered  better 
than  any  other  country,  but  now  we  have  an  importation  of  that 
natural  silk,  and  it  is  manufectured  here.  The  importation  of  raw 
silk  from  France,  by  reason  of  its  superior  quality,  has  beneficially 
acted  upon  the  English  manufieu^ture ;  I  found  their  silks  better  the 
moment  I  had  an  opportunity  to  go  and  see  them  ;  but  I  have  found 
them  declining  every  day  since ;  every  time  I  go  to  France,  I  find 
the  French  silks  are  not  so  good  as  they  used  to  be  in  point  of  ma- 
terial and  workmanship ;  they  appear  to  be  desirous  of  a  large  trade 
rather  than  a  small  good  trade ;  the  English  manufisu^ture  has  im- 
proved in  a  greater  ratio  perhaps  since  then.  France  is  superior  to 
us  in  design ;  but  it  is  confined  to  very  few  houses;  there  is  only 
one  house  at  Lyons  we  can  deal  with  largely,  because  their  taste  is 
always  superior ;  I  am  speaking  of  design.  We  keep  all  our  patr 
terns ;  patterns  fifty  years  old  are  very  useful  to  us  at  this 
present  moment.  The  French  pay  great  attention  to  pattern 
shawls ;  they  wiU  give  three  or  four  hundred  pounds  for  a  Cashmere 
shawl,  or  India  shawl, /or  the  sake  of  the  pattern.  The  shawls 
that  were  exhibited  at  the  Exposition  in  France  were  superior  to  the 
India  shawls ;  the  patterns  more  perfect*  Their  patterns  are  supe- 
rior in  the  manufacture,  as  well  as  combination  of  colours  and 
design.  It  is  all  superior.  I  believe  they  have  a  superiority  of  ma- 
chinery in  the  manufacture,  and  execution  as  well.  Will  the  Com- 
mittee allow  me  to  exhibit  some  pieces  of  paper,  to  elucidate  the 
connexion  between  eolk  and  other  materials,  the  manufectures  of 
this  country  ?  It  shows  how  the  introduction  of  good  patterns  will 
give  a  taste  or  style  to  other  materials ;  it  is  intended  for  rooms  in 
hen  of  silks ;  and  instead  of  costing  two  guineas  and  a  half,  a  yard 
would  only  cost  2s,  6d.    The  inventors  are  De  la  Rue  and  Com- 

«  See  Cashmere  Shawls,  pages  268  to  375. 
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pany,  Bunhill-row. — (Mr.  JEbwell  then  produced  to  the  Committee 
patterns  of  various  colours.) 

Mr.  Thomas  Field  Qibson^  examined :  I  am  a  silk  manufiBu> 
turer  in  Spitalfields.  The  descripdon  of  figured  silks  which  we  are 
now  making  in  Spitalfields  are  of  a  very  small  and  insignificant 
kind ;  they  are  not  of  the  large  class  of  patterns.  That  is  the  gen- 
eral class  of  patterns  that  are  now  making.  They  are  almost 
entirely  copies  or  variations  from  French  patterns ;  there  is  but  a 
very  small  degree  of  talent  employed  in  Spitalfields  in  the  production 
of  patterns.  We  are  almost  destitute  of  original  taste  in  that 
particular  department.  The  French  patterns  are  generally  given 
to  the  pattern-makers  by  the  manufacturersy  and  they  either  oc^y 
precisely,  or  make  variations  as  the  manufacturers,  or  their  own 
taste  may  suggest.  I  am  not  acquainted  with  any  drawer  of  pat- 
terns who  is  an  educated  artist.  A  good  pattern-drawer  may  obtain 
from  100/.  to  200/.  a-year ;  but  the  remuneration  varies  with  the 
description  of  pattern.  It  is  also  mixed  up  with  a  remuneration 
given  for  reducing  the  design  to  the  mould,  or  cutting  the  card, 
which  is  necessary  for  the  weaving  it  in  the  looms.  I  think  that 
the  two  difficulties  under  which  we  labour  at  present,  are,  first,  thai 
we  have  no  protection  for  patterns^  so  that  if  I  make  an  outlay  of 
from  20/.  to  100/.  upon  a  pattern  it  may  be  pirated  to-morrow  by  my 
neighbour,  and  I  should  have  no  compensation  for  it ;  and  the  sec- 
ond difficulty  is,  thai  we  have  no  national  taste  in  this  department 
of  arty  thai  we  have  no  originality  in  design  of  drawing  of  pal- 
terns,  that  we  are  compelled  to  make  copies  from  French  patterns 
in  order  to  supply  the  demands  of  our  customers.  I  think  a  school 
of  arts  open  to  persons  connected  with  the  manufecture  of  this  coun- 
try would  be  of  high  value  and  importance,  coupled  with  the  protec- 
tion of  patterns ;  but  without  a  protection  of  patterns,  no  school  of 
design  would  be  of  any  advantage  to  us.  It  is  not  to  be  expected 
that  the  master-manufacturers  would  undertake  any  part  of  the  ex- 
pense of  such  an  establishment.  The  utmost  that  could  be  expected 
from  them  would  be  to  give  their  time  and  attention  to  the  arrange- 
ment and  working  of  the  system ;  and  I  believe  the  frict  is,  that  in 
France  the  Government,  or  the  municipal  authorities,  or  both  to- 
gether, do  pay  for  the  whole  cost  of  the  establishment  If  the  gen- 
eral tctste  of  the  nation  was  improved,  it  would  be  beneficial  to 
our  manufieictures ;  and  I  would  add  that  ours  is  a  manufacture 
which  is  capable  of  such  extreme  variety  in  shades  of  colour,  in  the 
blending  of  shades,  and  in  producing  various  forms  of  pattern,  that 
there  is  hardly  any  one  to  which  the  exhibition  of  all  works  of  art 


Digitized  by  VjOOQIC 


FIGURED   WEAVING.  495 

in  which  colouni  are  concerned  would  be  more  beneficial.  A  pro- 
tection for  patterns  should  be  for  not  less  than  twelve  months.  I 
can  give  a  reason  why  a  season  or  six  months  would  not  be  a  suffi- 
cient time.  I  was  manufocturing  a  pattern  in  silk  during  the 
spring,  to  the  order  of  a  large  house  of  business  in  London.  I  re- 
ceived orders  irom  them  to  continue  the  manufacture  of  the  same 
pattern  in  autumn  colours ;  but  in  the  last  month  this  pattern  was 
taken  to  Manchester  and  manufactured  there.  The  order  which  I 
had  received  for  the  winter  article  was  immediately  countermanded, 
because  it  was  produced  at  Manchester  at  a  much  less  price.    A 

HEAVY   FINE   SHOULD  BE    INFLICTED  FOR   PIRACY.      Sometimes 

there  are  more  than  100  pieces  of  the  same  pattern.  It  more  often 
happens  that  there  are  less  than  100 ;  more  often  than  not  Ac- 
cording to  the  average  returns  from  the  Chamber  of  Commerce  at 
Lyons,  the  number  of  pieces  made  of  fancy  goods  of  particular  pat* 
terns  does  not  exceed  20  from  the  loom ;  what  is  the  average  pro- 
duction of  England  of  the  same  manufisicture,  I  have  no  precise 
knowledge  of— but  I  should  say  double,  at  least  40  pieces.  In 
French  silks,  in  some  cases,  a  very  large  profit  is  paid  to  manu- 
facturers on  condition  that  they  shall  produce  a  small  number,  and 
then  destroy  the  design.  A  pattern  should  be  protected  by  register- 
ing the  actual  pattern.  With  regard  to  printed  goods,  the  custom 
is  for  the  parties  to  print  on  the  end,  ^'  engaged  for  three  months," 
and  after  that  period  it  may  be  copied  by  any  body ;  that  would  be 
a  sufficient  protection  if  it  was  extended,  as  I  said  before  to  twelve 
months — whatever  registration  took  place  should  be  a  public  and 
authentic  one.  The  registration  and  location  of  patterns,  represent- 
ing the  state  of  perfection  in  the  particular  trade,  would  be  in  itself 
a  great  means  of  advancing  and  improving  the  manufacture. 
There  are  no  superior  weavers  solely  employed  in  weaving  patterns, 
and  there  is  a  good  reason  why  this  is  so ;  a  weaver  could  not  him- 
self produce  the  pattern  to  the  manufacturer  in  the  same  way  as  he 
does  at  Lyons,  because  in  London  he  is  not  possessed  of  machinery 
by  which  he  could  do  it;  the  machinery  belongs  to  the  master- 
manufacturer  here,  but  in  Lyons  it  belongs  to  the  weaver.  I  have 
heard  that  in  France  after  the  design  has  been  produced,  the  weaver 
introduces  a  considerable  modification  into  the  pattern  itself. 

James  Skene^  Esq.,  Secretary  to  the  Board  of  Trustees  for 
the  Encouragement  of  Manufactures  in  Scotland  ;  also,  Secre- 
tary to  the  Royal  Institution  for  the  Encouragement  of  the  Fine 
Arti  in  Scotland,  examined :  My  opportunities  of  acquiring  inform- 
ation with  regard  to  the  advantage  which  manu&cturere  may  derive 
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from  an  increased  knowledge  of  the  arts  of  design,  have  been  du- 
ring the  greater  period  of  my  life ;  I  was  educated  abroad,  and  stayed 
in  one  of  the  foreign  academies  for  three  years,  when  a  young  man, 
and  since  that  period  I  have  been  about  ten  years  in  different  coun- 
tries, and  being  fond  of  art  myself,  I  have  paid  considerable  atten- 
tion to  the  subject.  The  Board  of  Trustees  was  instituted  at  the 
time  of  the  Union  of  England  and  Scotland ;  in  consequence  of 
some  alteration  that  took  place  in  the  customs  and  duties  connected 
with  the  two  countries,  a  sum  of  money  became  due  by  England  to 
Scotland,  payable  to  different  establishments  and  different  individu- 
als. The  surplus  of  that  sum  was  appointed  by  Government  by  the 
16th  article  of  the  Treaty  of  Union  to  be  employed  in  all  time  com- 
ing for  the  encouragement  of  manufactures  in  Scotland.  That 
was  the  origin  of  the  Board  of  Trustees  in  the  year  1707 ;  at 
that  time  an  annuity  of  2,0001.  was  appointed  to  be  paid  for  seven 
years  to  the  Board.  That  was  the  first  grant.  The  Board,  never- 
theless, was  not  established  till  the  year  1727 ;  there  came  to  be  ac- 
cordingly arrears  of  that  2,000/.  for  seven  years,  which  made  14,0002., 
which  was  then  paid  to  the  Board,  as  also  a  sum  of  6,0002.  of  farther 
anrears  after  the  annuity  had  been  made  permanent,  and  laid  th^ 
foundation  of  their  funded  property.  The  grant  of  the  2,0002.  was 
then  rendered  perpetual,  and  they  have  ever  since  received  tliat  sum. 
Various  alterations  have  taken  place  in  their  proceedings,  and  their 
funds  have  been  considerably  augmented ;  some  of  their  funds 
being  in  the  public  securities  during  the  war,  and  exceedingly  well 
managed,  considerable  savings  were  obtained  by  that  means ;  so 
that  now  their  funds  consist,  in  the  first  place,  of  the  annuity  of 
2,000/.  payable  by  government ;  they  have  the  sum  of  30,000/.  at 
present  in  the  hands  of  the  Water  Company  of  Edinburgh,  for 
which  they  receive  the  interest ;  they  have  15,000/.  in  the  hands  of 
Mr.  Jnnis,  of  Lochalsh,  also  yielding  interest ;  they  have  a  sum  of 
1,000/.  in  the  hands  of  the  town  of  Edinbuigh,  which  at  present 
yields  no  interest,  as  the  town  is  bankrupt  They  built  the  Royal 
Institution,  a  large  building  in  Edinburgh,  for  the  purpose  of  accom- 
modating various  learned  bodies  there ;  the  Royal  Society,  the  Royal 
Institution  for  the  Encouragement  of  Arts,  and  the  Institution  for 
Antiquities  (the  Antiquarian  Society,  as  they  call  it),  and  also  for  the 
accommodation  of  the  Board  itself;  they  receive  rents  from  those 
other  societies  which  amount  to  the  annual  rent  of  740/. :  that  con- 
stitutes the  fund.  The  principal  means  which  the  Board  have  fol- 
lowed for  extending  the  knowledge  of  the  arts  among  the  people  of 
Scotland,  has  now  been  in  operati^m  for  about  seventy  years :  about 
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seventy  years  ago  they  established  a  school  for  drawing,  being 
aware  of  the  advantage  which  foreigners  possessed  over  this  coun- 
try as  teachers  of  design  at  thai  period^  they  got  a  person  of  the 
name  of  De  La  Croix,  a  Frenchman  of  considerable  skill,  who  set 
that  institution  a  going;  it  was  for  the  accommodation  of  forty 
pupils  taught  by  one  master,  and  the  pupils  are  admitted  gratis. 
They  offer  specimens  of  their  capacity,  and  certificates  as  to  char- 
acter to  the  Board  of  Trustees,  and  they  judge  of  those  who  are^  to 
be  admitted,  giving  the  preference  to  those  who  seem  the  most 
deserving  of  it.  It  is  an  establishment  which  very  soon  rose  into 
great  repute  in  the  country,  and  has  continued  exceedingly  success- 
ful ever  since.  The  number  of  pupils  has  remained  stationary, 
with  only  one  master.  It  has  been  managed  since  its  first  establish- 
ment by  a  series  of  very  eminent  teachers.  The  person  who  now 
holds  it,  Mr.  William  Allen,  is  the  first  artist  in  Scotland.  The 
Board  contemplates  extending  it,  and  they  are  at  present  taking 
measures  for  that  purpose.  Hitherto  it  remains  on  the  same  footing, 
only  forty  pupils,  but  so  great  is  the  demand  of  the  public  for  the 
extension  of  it,  and  so  high  it  stands  in  their  estimation,  that 
although  there  are  about  four  or  five  elections  in  the  course  of  the 
year,  there  generally  are  at  least  ten  candidates  for  every  single  va- 
cancy that  occurs,  and  it  comes  to  be  a  matter  of  very  disagreeable 
administration  to  the  Board  to  reject  so  many  young  men  from  hav- 
ing instruction  in  the  art  of  design,  when  they  seem  desirous  to 
obtain  it.  The  pupils  are  principally  engravers  and  statuaries,  also 
artists,  coach-painters,  house-painters,  and  manufacturers ;  persons 
of  that  kind.  Mr.  Wilkie,  (Sir  David)  was  educated  there,  Mr.  Bar- 
net,  Mr.  Wilson,  Mr.  Allen  himself.  I  believe  there  is  not  an  emi- 
nent name  in  the  history  of  art  connected  with  Scotland  where  the 
individual  has  not  been  educated  at  that  academy.  It- has  produced 
the  most  eminent  men,  either  as  artists,  engravers,  or*as  connected 
with  any  of  the  corresponding  professions ;  in  fact^  it  has  done  a 
world  of  good  to  the  country.  The  candidates  produce  specimens 
of  their  talents  for  drawing ;  they  produce  certificates  of  their  good 
character ;  the  Board  is  very  particular  upon  that  subject :  also  if 
they  are  apprentices  they  produce  certificates  from  their  masters  that 
they  will  give  them  the  means  of  attending,  and  then  all  these  are 
examined  by  the  Board  of  Trustees;  and  that  young  man  whose 
name  perhaps  they  are  ignorant  of,  but  that  young  man  whose 
qualifications  seem  best,  is  the  person  elected.  The  only  preference 
they  seem  disposed  to  give  is  to  the  younger  classes  of  them  in  pre- 
ference to  older  ones.    The  Board  of  Trustees  also  established  a 

63 


Digitized  by  VjOOQIC 


498  THE    ART    OF    WEAVING. 

branch  school  for  the  express  purpose  ei  teaching  the  pattern  draw- 
ing for  table-clothsy  diaper^  and  matters  of  that  description,  at  the 
town  of  Duntfermline;  it  was  upon  a  particular  system,  and  the 
Board  engaged  to  give  50/.  a-year  to  a  master,  provided  the  manuiac- 
turers  of  Dumfermline  would  contribute  an  equal  sum.  They  did  st, 
and  that  school  was  in  operation  for  a  good  many  yeasrs ;  I  do  not 
exactly  recollect  the  number  o(  years,  but  for  a  good  maay  years 
and  was  exceedingly  beneficial,  and,  in  feet,  was  <»e  of  the  great 
causes,  in  conjunction  with  the  encouragement  of  premiums  for  the 
best  articles  of  manufacture  given  annually  by  the  Board,  of  laisii]^ 
the  establishment  of  linen  manufectures  in  the  town  of  Dumferm- 
line. Last  year  the  manu&cturera  declined  contributing  any  further 
to  it,  because  it  had  been  reduced  to  a  few  only,  who  contributed 
their  proportion,  and  these  few,  two  or  three  of  the  manufeetorere, 
said  the  burthen  was  too  hard  upon  them,  and  they  cottd  not  <gm- 
tribute  any  longer,  wishing  the  Board  to  advance  the  whole  sumdf 
1002.  That  was  incompatable  with  the  idea  the  Board  had  of  en- 
suring die  establishment  which  they  fostered,  being  one  beoefieial 
to  the  manufectufers  themselves,  that  they  should  give  the  whole 
sum,  and  therefore  they  declined  givmg  it,  and  that  school  Jkot  mo- 
cordingly  fallen.  They  found  it  advantageous,  but  the  whok  body 
of  them  were  disinclined  to  contribute  to  it  There  were  two  or 
three  who  continued  to  contribute  to  the  last,  but  they  feund  90L  a 
year  was  more  than  they  were  disposed  to  give.  The  master  could 
not  undertake  it  under  100/.,  and  the  Board  was  not  inclined  to 
give  above  50/.,  which  they  originally  proposed.  The  designs  of 
French  shawls  are  almost  confined  to  the  Indian  patterns ;  hot  I 
believe  it  is  the  general  opinion,  that  the  French  have  exceeded 
even  in  thai  respect  the  English  in  their  patterns  ;  because  ihegf 
have  turned  their  attention  to  it  in  a  more  efficient  mantier* 
There  is  a  jschool  at  this  moment  in  Paris,  where  about  seventy 
pupils  are  instructed  expressly  in  that  particular  branch  of  shawl 
patterns,  taught  by  a  person  who  has  written  a  pamphlet  an  the 
stibject  y  and  I  believe  the  price  of  their  shawls  is  under  that  of  this 
country.  I  am  not  awaie  whether  the  Mechanice'  InstitutioBs  there 
give  any  instructioiks  of  the  idnd ;  but  the  Board  of  Trustees  being 
aware  of  the  deficiency  in  that  respect,  has  now  sent  an  exceeding 
clever  artist  to  Paris,  for  the  purpose  of  gaining  information  upon 
that  subject,  whom  they  mean  to  introduce  to  the  Academy  at  Edin* 
burgh,  and  to  establish  a  class  for  that  especial  purpose,  not  for 
teaching  shawl  patterns  alone,  but  patterns  in  general  connected 
with  mmmtfaetures.    It  appears  to  me  that  the  beet  feoting  \m 
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eatablWb  ihoee  would  be  to  have  a  sjBlem  of  instruction ;  a  centrical 
•gtablisliaieDt  upon  a  regular  system,  which  should  not  be  deviated 
from  in  any  respect ;  I  have  not  any  doubt  that  in  a  very  short  time 
a  number  of  students  would  be  raised  in  that  centrical  establish- 
ment, who  might  then  be  sent  to  the  different  parts  of  the  country 
where  they  might  be  required,  and  estabUsh  branches  in  communi- 
oalioii  with  the  centrical  establishment,  and  under  the  same  regula- 
tions and  the  same  superintendence.  That  at  the  same  time  would 
serve  not  asAj  as  a  schoct  for  instruction,  but  also  a  kind  of  hatU  ton 
for  the  mosl  recent  improvements  in  all  the  different  combinations 
of  art  connected  with  manufactures.*  I  should  be  disposed  to  extend 
it  pretty  for  in  that  respect,  particularly  to  make  it  an  establishment 
of  diflbront  classea  One  of  the  great  defects  in  the  mode  of  instruc- 
tion in  this  country,  is,  that  the  first  branch  of  art,  namely  the 
fundamental  one,  is  that  which  is  neglected ;  that  is,  what  is 
called  drmi^inff  Jrom  the  nmnd  ;  it  is,  in  fact,  the  rudiments  of 
design,  the  mast  indispensMe,  although  the  most  neglected  ;  ex- 
cept the  Royal  Academy  and  that  Academy  of  the  Board  of  Trus- 
tees, I  am  not  aware  any  other  teacher  of  drawing  does  really 
adhere  to  that  system,  which  I  know  in  French  academies  to  be  the 
only  system  that  is  taught^  because  they  conceive ;  and  it  has  been 
the  opinion,  I  believe,  of  artists  for  many  generations,  as  well  as  the 
old  masters,  that  this  is  the  only  species  of  study  which  is  requisite 
to  form  an  artist.  If  he  has  mice  acquired  a  knowledge  of  drawing 
from  ihe  round,  or  drawing  fh>m  objects  of  beautiful  outline,  and 
containing  means  of  tight  and  shade,  that  he  is  enabled  then  to  turn 
bis  talent  to  any  of  the  branches  that  he  may  require  without  any 
further  instruction.  In  this  country  we  seem  to  take  a  secotfdary 
part  of  it ;  to  take  instruction  in  a  more  advanced  part,  and  neglect 
the  rudimental  part.  In  eorreetness  of  drawing  the  human  figure, 
and  in  die  knowledge  of  proportions,  we  are  very  deficient ;  and  on 

*  An  establlabment  en  this  prineiple  has  been  erected  at  St  Petersburg,  in 
Russia,  under  the  especial  protection  of  the  Emperor  Nicholas,  where  all  the 
new  improvements  connected  with  manufactures,  introduced  from  Great 
Britain,  France,  Belgium  and  America  are  tested  by  actual  operation ;  and  as 
soon  as  any  improvement  gives  satisfaction,  it  is  forwarded  to  those  parts  of 
the  country  wheie  it  is  considered  Iflcely  to  prove  most  advantageous  to  the 
natiooal  inteiest  Qur  friends^  Messrs.  ^mford  and  VarrdJ,  machine-makefs^ 
Paris,  (Fraoce)  informed  us,  t}iat  they  had  examined  this  establishment  when 
in  Russia  in  the  year  1840 ;.  aod  in  their  opinion,  the  plan  is  a  most  eacsUeat 
one  for  advancing  the  manufactures.  These  gentlemen  further  informed  u% 
that  the  concern  was  conducted  by  the  most  talented  mechanics  and  raanu^ 
fheturers^  from  Great  Britain,  France,  Belgium  and  America.    See  page  424. 
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that  account  I  would  make  it  a  rule  of  that  establUimeat,  that  the 
first  class  should  be  that  one  in  which  instruction  is  given  in  chalk 
drawing  on  a  large  scale  from  the  round,  having  a  series  of  second 
classes  where  the  different  branches  connected  with  the  useful  arts 
were  taught,  which  covers  very  many ;  architecture  and  all  other 
branches  connected  with  the  useful  arts,  ornamenting,  decorative, 
house-painters,  and  so  on.    I  would  not  only  make  the  Amdameotal 
principle  (correctness  of  design)  the  object,  but  also  what  may  be 
termed  the  perspective  in  botany,  and  those  parts  which  are  con- 
nected with  certain  sciences  which  may  be  called  positive  parts  of 
art.    It  appears  to  roe,  a  very  little  instruction,  perhaps  a  few 
lectures,  on  this,  as  far  as  it  is  applicable  to  the  useful  arts,  would  be 
sufficient,  that  is,  on  anatomy,  chemistry,  optics,  with  reference  to 
colours  and  botany.    It  appears  to  me  there  is  a  very  great  defect 
in  general  in  our  patterns,  in  botanical  accuracy,  where  flowers  are 
introduced ;  the  foreign  pcUtemrdrawers  are  uniformly  correct ; 
our  pattern-drawers  very  seldom  so.    I  would  have  a  third  class  for 
the  higher  branches,  and  for  the  purpose  of  artists ;  but  that  confined 
alone  to  men  whose  object  in  Ufe  was  to  be  artists.    I  would  have  a 
certain  subdivision  of  instruction,  so  that  pupils  coming  there,  and 
wishing  to  devote  themselves  to  the  study  of  casting  in  bronze  or  in 
iron,  or  studying  modelling  silver,  or  turning  themselves  towards  pat- 
tern-drawing on  cotton  or  on  silk  fabrics,  might  have  the  means, 
after  a  certain  time,  of  devoting  their  undivided  attention  to  any  par- 
ticular branch  of  that  kind,  comprehending  the  requisite  acquaint- 
ance with  the  manufacture  itself;  so  that  they  might  go  out  from 
the  institution,  having  chosen  that  division  of  the  subject  most  suited 
to  their  capabilities ;  they  might  go  out  as  manufecturing  artists,  to 
accomplish  the  particular  object  which  they  felt  themsdves  rooet 
particularly  qualified  for.     And  the  purpose  I  should  have  in  divi- 
ding it  into  classes,  would  be  this,  to,  in  feet,  repress  an  error  which 
those  academies  are  exceedingly  liable  to  fell  into,  and  which  the 
academy  of  the  Board  of  Trustees  in  Scotland  has  already  fellen 
into ;  that  is,  of  neglecting  those  parts  of  the  study  which  apply 
to  the  useful  arts,  and  dedicating  their  attention  alone  to  the  higher 
branches ;  in  fact,  making  all  the  pupils  study  as  artists,  and  not  as 
men  to  pursue  useful  branches  of  occupation.    It  is  an  exceedingly 
dangerous  thing  to  pursue,  in  such  institutions,  those  portions  of  art 
which  may  be  said  to  be  connected  with  individual  taste  or  individ- 
ual genius,  since  the  tendency  of  so  pursuing  them  must  be  to 
neglect  those  portions  of  art  which  are  positive  and  true,  and 
founded  upon  invariable  principles  of  art    I  consider  that  the  division 
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into  classes  m^ht  prevent  this  tendency ;  because,  if  the  first  class 
is  imperative  that  no  pupil  could  enter  the  academy  without  going 
through  a  course  of  the  first  class,  then  he  would  be  enabled  to  turn 
his  talent  to  any  branch  of  design  he  might  choose;  he  may  then 
quit  the  academy.  If  he  chooses  to  follow  out  the  pursuit  to  the 
highest  branches  by  the  recommendatiw  of  the  master,  he  may  be 
permitted  to  do  so ;  but  it  has  been  experienced  in  those  academies 
in  Scotland,  that  many  pupils  who  come  there  with  a  view  towards 
the  useful  arts,  have  quitted  it  and  become  artists  themselves.  At 
the  Academy  in  Edinburgh,  where  f<Mty  pupils  are  taught,  the  mas- 
ter receives  150/.  a-year,  and  there  is  an  ofilcer  receiving  50Z.  a-year ; 
and  with  taxes  and  lighting  the  fire,  and  so  on,  there  are  some  othe^ 
expenses,  but  of  no  great  importance,  and  that  is  the  whole  amount 
of  it ;  and  supposing  subordinate  schools  were  established  at  Glas* 
gow,  Paisley,  Kilmarnock,  and  other  manufacturing  towns  in  Scot- 
land, I  should  conceive  that  a  suflicient  master  would  be  found  at 
100/.  a-yoar  to  carry  on  the  establishment.  It  would  not  do  for  a 
master,  at  certain  times,  to  make  circuits  through  the  manufacturing 
districts,  and  give  instructions  for  three  months,  or  some  such  period. 
Drawing  requires  a  Uttle  time ;  and  although  it  does  not  require 
very  great  labour  on  the  part  of  the  master,  it  still  requires  a  certain 
degree  of  superintendance ;  that  he  sees  what  the  pupils  are  doing ; 
hut  it  appears  to  me,  the  more  numerous  an  academy  is,  the  more 
advantage  the  pupil  derives  from  it,  because  he  improves  by  what 
he  sees  his  neighbours  doing;  it  does  not  require  much  labour  on 
the  part  of  the  master,  but  it  requires  a  person  to  be  able  to  correct 
where  errors  occur.  In  that  school  of  forty  pupils  I  have  not  any 
doubt,  that,  at  any  period,  six  or  eight  might  be  drawn  from  it  per- 
fectly capable  of  teaching  the  art  of  design.  On  the  supposition  that 
these  establishments  were  formed  and  connected  so  with  the  mother 
estaUishment  in  Edinburgh,  publicity  should  be  an  essential  ingre- 
dient  of  all  their  proceedings,  and  the  state  of  the  school,  the  number 
of  pupils,  and  accounts  of  the  funds,  should  be  annually  laid  before 
Parliament  It  would  interest  the  public  on  the  subject,  and  the  in- 
terest of  the  ptiblic  is  very  much  wanted.  Reports  of  our  academy 
are  made  to  the  King,  that  is  to  say,  to  the  Treasury.  They  are 
not  made  to  Parliament  at  present,  but  they  might  easily  be  ex- 
tended to  Parliament  The  Board  established  prizes  for  pattern- 
drawing  in  their  academy,  and  a  good  many  very  creditable  speci- 
mens have  been,  within  two  or  three  years,  produced ;  but  there  is  one 
deficiency  there,  which  shows  the  necessity  of  teaching  for  that 
matter,  which  is  this ;  that  many  of  those  patterns  which  were 
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0xceed%nghf  beauH/tdj  were  not  nUogeiher  adapted  to  the  opera- 
tive part  of  the  manufacture;  the  pereena  were  not  conversant 
with  ioomsj  not  conv^nBant  wilh  Dsaiiuftcliires  in  fe^  and  therefore 
they  require  the  meane  to  be  fN'ovUed  of  having  reeouree  io  a  niaa- 
ter,  who  can  instruct  them  in  the  urorking  of  the  &brie,  whatever  it 
nay  be,  to  which  their  pattern  haa  been  eraj^yed.  Jh  France^ 
the  workmen  is  more  an  artist  than  in  this  ceuntry.  The  system 
in  France  is  very  diflbrent,  because  there  the  artists  of  the  first 
eminence  employ  themselves^  and  make  it  the  most  profitable  pari 
of  their  time  in  pattem-4rawing,  and  they  are  paid  a  very  high 
price  by  the  manufacturers.  There  is  a  legislatiTe  protection  to 
their  work,  which  in  this  country  we  have  not,  and  yet  it  is  of  great 
importance ;  so  that  for  a  year  (I  believe  that  is  the  period)  both  the 
manufocturer  and  the  artist  is  quite  sure  of  his  pattern  not  being 
pirated.  It  appears  to  me,  that  some  legislative  interference  in  that 
matter  would  be  almost  necessary  to  go  band  in  hand  with  any  es- 
tablishment for  encouraging  the  art  of  design  amongst  the  middle 
class  of  society  in  thk  country,  that  they  may  be  protected  in  the 
production  of  their  genius ;  otherwise  neither  the  manufocturer  can 
afford  to  risk  the  loss  of  the  pattern,  or  to  pay  a  laige  sum  for  the 
pattern  which  be  may  lose,  nor  can  the  artist  risk  it  On  general 
principles  it  would  be  exceedingly  desiraUe  that  a  speedy  and  cheap 
remedy  should  be  g^ven  to  the  inventor  ef  a  design ;  a  small  sum  to 
be  paid  for  the  right  ol  proprietorship.  It  appears  to  me  that  one  thing 
in  which  the  British  manufteturer  is  most  deficient,  is  that  of  a 
knowledge  of  eolouM ;  at  preeent,  as  flur  as  my  acquaintance  with 
manufocturera  goes^  I  believe  they  copy  entirely  their  patterns  from 
Prance  ;  in  doing  so,  if  they  introduce  any  alteratien  into  them 
they  often  spoil  them  ;  and  it  is  a  matter  which  is  not  a  very  diffi* 
cult  one  to  obtain  a  knowledge  of,  the  theory  of  cdour ;  but  it  is  one 
which  appears  to  me  a  very  singular  circumstance  that  it  is  not  suf- 
ficiently attended  to,  because  we  know  quite  well  that  any  deviation 
from  the  regular  established  and  fixed  rales  of  harmony  of  colours, 
produces  the  same  eftet  to  the  eye  as  any  deviation  in  music  from 
the  harmony  of  netos.  It  pvoduces  an  equally  bad  effect ;  and  in 
pktcing  our  mamrfeK^tuMo  or  fadiey  goods  along  with  French  foncy 
goods,  it  has  often  struck  me  as  a  remarkable  oiroumetanoe  to  see 
how  very  little  these  rules  which  am  exceedingly  simple,  are  attended 
to  in  the  English  copies.  That  was  my  reason  for  suggesting  a 
lecture  on  that  part  of  the  subject,  on  optics,  in  fisu^t,  on  cokNirs,  at 
those  schools ;  for  the  rules  are  simple,  but  quite  necessary  to  be 
known  to  any  person  who  has  occasion  to  place  colours  in  juztapo- 
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«itMMi.  The  funds  of  the  Board  have  been  very  much  reduced  this 
last  year ;  they  are  now  exceedingly  emali,  but  they  are  at  present 
engq^ed  in  measures  for  the  exiensioii  of  that  very  object,  because 
it  appealed  to  the  merobere  of  the  Board  that  that  was  the  most  es- 
sential requisite  Ant  the  improveiatent  of  our  manufiEMStures,  because 
it  is  obvious  to  every  one  that  in  point  of  excellency  of  workman- 
ship the  British  majiufoolurera  have  risen  to  the  highest  pitch ;  U  is 
mdf  m  the  tmste  ef  design  in  ^hkh  ikef  ore  dejicient ;  therefere 
the  Boaid  of  Trustees  have  partkularly  directed  their  attentkxi  to 
that  subject,  as  tktik  funds  have  been  so  much  reduced  that  they  do 
not  eee  they  iiave  the  means  efikfag  much  dee.  In  the  course  of 
this  ensuing  winter  I  expect  that  a  good  deal  will  be  done  on  the 
silbject  The  French  patteniKdrawers  have  the  dewers  before  them. 
I  believe^  in  this  country,  when  they  do  make  patterns,  which  is  net 
very  often^  they  take  any  book  of  travels,  containing  flowers,  which 
may  or  mtff  not  be  correct;  but  I  know  tbe  French  artists  copy  from 
the  flower  itself,  and  that,  being  hi  the  hands  C[f  sldlfol  persons,  U 
is  mhoQ/ffs  hoUmiemOgaerT'eei.  Academies  might  not  ^«ly  be  con- 
nected with  hManie  gardens,  buteihn^  to  a  certain  degree^  with  insti* 
ttttions  in  eurgery ;  fiir  instance,  atiatomy  and  other  bruiches  con- 
nected mere  ptutleularly  widi  sdietee  and  art ,-  how  it  might  be 
brought  about,  I  )am  not  ^[Oile  aware,  except  by  employing  persons; 
there  are  enly  professon ;  I  am  perfectly  persuaded  of  the  adva»- 
ti^e  that  weuM  affise  from  k :  I  tfaiak  die  improvement  in  matters 
of  taste  in  general  has  been  very  remarkaUe  in  Scotland  within  afew 
jFears,  and  in  dyes  there  has  been  b.  very  great  improvement ;  since 
the  Beard  ef  Trustees  have  given  premiums  for  IJhat  special  porpsse^ 
diere  has  (wen  a  very  cotepicuous  improvement.  In  patterns  the 
knpretenMBt  has  also  been  obvious,  but  ndt  so  very  great  as  yet,  be- 
ca^isethere  isooinstnictiongiveninit;  the  jfoong  men  who  presiM 
these  specimens  of  drawing  ure  left  to  themselves,  and  they  fre* 
^uently  go  wrong  in  floany  parCicularB;  itayfpears  to  me  there  is  m 
great  •defieioM^  in  the  want  of  instruction.  The  Board  of  Trustees 
give  242.  a^ear  to  be  divided  into  priaes  for  the  young  meik  There 
afe  eix  prines  fcr  ornamental  drawings,  and  six  prises  for  drawings 
from  the  round.  The  young  men  produce  the  first  and  the  laA  of 
their  performances  durmg  the  season,  in  order  that  the  Board  may 
be  able  to  compare  their  progress ;  «tad  these  are  kept  in  the  posses- 
sion of  the  Boiod,  not  returved  lo  the  young  men.  They  are  also 
exhibiled  to  the  puUic  The  prizes  given  by  the  Board  of  Trustees 
for  improving  manufeotnren'  patterns,  are  very  numerous,  and  vaiy 
frsm  year  to  yuar,  according  as  the  state  ef  manuiastures  and  the 
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State  of  the  demand  for  manuiactures  seem  to  require,  also  according 
as  it  appears  to  the  Board  Chat  there  are  particular  branches  of  man- 
ufacture which  might  be  conveniently  and  advantageously  introduced 
into  this  country ;  therefore  the  premiums  which  they  have  offered 
have  varied  from  year  to  year.  Their  principle  is  that  they  shall  not 
continue  to  give  premiums  for  a  longer  period  for  the  same  purpose 
than  what  is  quite  sufficient  to  introduce  it ;  when  once  it  is  intro- 
duced they  suspend  the  premium,  beeause  they  consider  that  if  it 
cannot  maintain  itself  after  that,  it  is  not  worth  encouraging. 
Formerly  there  were  a  great  many  premiums  given  for  the  purpose 
of  the  Hnen  manufoctnre ;  these  have  now  been  suspended.  There 
are  many  premiums  given  for  the  woollen  manufiicture ;  for  all  the 
branches  of  that  manufiu:ture.  Within  these  two  or  three  years  the 
Board  have  particularly  turned  their  attention  to  matters  connected 
with  woollen  manufactures,  to  the  branch  of  carpet  manufocture; 
and  they  have  been  the  means  of  very  much  extending  that  branch 
in  Scotland  by  the  introduction  of  three  ot  four  new  descriptions  in 
the  branches  of  manuiacture  which  never  were  known  in  Uie  coun- 
try before,  never  practised  in  Scotland  at  least,  and  which  have  been 
most  successfully  introduced,  and  are  now  rising  into  great  reputa- 
tion. They  have  also  turned  their  attention  particularly  to  the  sub- 
ject of  the  shawl  fnanufacture  ;  a  number  of  their  premiums  were 
dedicated  lo  the  shawl  manufecturere,  and  amongst  others,  being 
aware  of  the  disadvantage  which  the  shawl  manufiu^turers  were  ex- 
posed to  from  drawing  the  yam  used  in  that  manufacture  from 
France,  and  from  France  alone,  because  it  was  only  there  where  it 
could  be  spun,  the  Board  of  Trustees  offered  a  high  premium  iot  the 
introduction  of  the  art,  and  have  succeeded  in  introdudng  it ;  and 
it  is  now  established  in  Glasgow  and  Leeds  to  an  extent  which  I 
believe  supplies  the  market  as  quickly  as  the  French  agents  did, 
who  do  not  come  now  to  this  country  for  that  purpose.  The  amount 
of  the  premium  was  300/.;  it  was  the  largest  premium  which  the 
Board  ever  offered  for  any  subject,  and  they  consider  they  have  done  a 
very  great  benefit  to  the  country  in  having  succeeded  in  that  scheme. 
They  have  introduced  the  system  of  making  carpets  in  imitation 
of  Turkey  carpets,  because  they  are  made  of  coarse  wool,  which  is 
more  suitable.  Their  view  was  the  consumption  of  Scotch  wool, 
which  is  coarse  wool  compared  with  the  wool  of  England,  Saxony, 
and  other  countries ;  the  view  of  the  Board  was  to  extend  the  market 
far  the  Scotch  wool,  and  therefore  they  introduced  the  manufacture 
of  Turkey  carpets,  which  has  been  exceedingly  successfril,  and  has 
very  much  increased  the  consumption  of  that  staple  of  Scotland. 
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They  then  extended  it  to  the  Persian  carpei^  which  it  a  different 
fobric  alflo^  and  thai  has  also  been  successful;  there  axe  a  great 
many  locMns  now  employed  sdely  upon  these  branches.  I  cannot 
altogether  say,  but  I  belieye  the  carpet  manufiicture  has  very  much 
increased  in  consequence  of  the  introduction  of  all  those  different 
branches.  They  introduced  also  the  tapestry  mode  of  making 
carpets  in  imitaiion  of  French  carpets  ;  they  also,  introduced  the 
making  of  carpets  from  eovhhair^  which  is  an  article  that  formerly 
was  not  used  in  any  shape  but  in  that  of  mixing  lime;  in  fiu:t,  it 
was  of  no  use ;  the  premium  was  offered  about  three  years  ago ;  the 
]rarn  waa  spun  generally  in  the  gaols  and  correction-houses,  and 
those  sort  of  places,  by  the  people  who  were  there ;  and  carpets  have 
been  produced  of  exceedingly  good  workmanships  and  very  useful 
fiur  many  purposes,  particularly  for  shqps  and  fior  lobbies,  and  pur- 
poses of  that  kind.  It  is  a  coarse  manufisicture,  but  a  very  useful 
one;  ii  is  altogether  peculiar  to  Scotland;  the  idea,  in  fact,  oc- 
curred to  myself;  1  had  seen  the  use  of  cow-hair  in  making  rugs 
and  things  of  that  kind  in  Flanders ;  and  I  suggested  that  improve- 
ment, and  it  has  been  adopted.  This  improvement  applies  to  the 
texture;  the  design  is  that  of  the  Turkey  and  Persian  carpets, 
but  that  has  improved  the  art  of  des^  a  great  deal,  because 
being  a  new  subject,  the  artist  has  bestowed  a  good  deal  of  attention 
on  the  subject  The  French  design  is  what  is  called  "tapestry 
carpets,"  which  has  also  been  introduced  into  Scotland.  The 
Scotch  have  now  imitated  that  French  pattern,  I  think  with  very 
considerable  success.  Those  require  botanietU  ciecuracy  above  all 
things,  because  they  generally  are  groups  of  flowers  thrown  on  a 
dark  ground;  and  there  is  a  much  greater  variety  of  shades  of  col- 
ours. Formerly  in  the  Scotch  manufiicture,  and  I  believe  in  the 
English  also,  they  could  not  introduce  above  four  colours,  except 
by  mixing  the  threads ;  except  by  mixing  a  thread  of  two  differ- 
ent colours.  I  know  that  from  a  circumstance  that  was  mentioned 
to  me  by  a  colour  manufacturer  in  Scotland ;  he  had  arrived  to  the 
extent  of  introducing /our^ean  colours,  or  tints,  which  was  conceived 
to  be  impossible ;  however,  he  is  a  very  ingenious  man ;  his  name  is 
Whytock,*  and  he  set  himself  to  work,  and  he  has  very  much  aug- 
mented the  number  of  colours  now  introduced  into  patterns.  In  that 
respect,  and  in  the  circumstance  of  design  and  the  beauty  of  execu- 

*  A  deecriptioD  of  Mr.  Whytock's  inventions  in  this  manu&ctore  is  given 
at  pages  215  to  239 ;  which  see.  Samples  of  this  gentleman's  beautiful  car- 
peting may  be  seen  in  New  York,  on  application  to  George  D.  Baldwin,  36 
Spruce-st,  or  at  the  carpet  warehouse  of  BAr.  William  Sioane,  845  Broadway. 
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tioD,  I  think  he  stands  pre-eminent  He  has  obtained  a  patent  te 
the  velvet  carpet  The  Royal  Institution  is  now  oonnected  with  the 
Board  of  Trustees,  in  consequence  of  an  anangenent  which  took 
place  about  four  years  ago.  Therefore  the  Board  of  Trustees  have 
obtained  access  for  their  pupils  to  the  library  containing  works  on 
the  fine  arts,  and  every  thing  connected  with  that  subject ;  they 
also  have  the  privilege,  for  the  pupils  of  the  academy,  of  attending 
their  gallery  of  pictures,  and  copying  pictures  there  and  studying  as 
they  choose.  The  institution  have  no  casts;  it  is  merely  confined 
to  pictures ;  it  is  a  private  institution  supported  by  private  subscrip- 
tion, and  they  have  expended  the  whole  of  their  funds  in  the  put'- 
chase  of  the  piaures  of  the  old  masters,  of  a  collection,  net  a  very 
large  one,  but  an  exceedingly  good  one,  of  paintings,  which  is  now 
open  to  the  pupils  of  the  academy  of  the  Board  of  Trustee&  The 
gallery  of  casts  consists  of  about  one  hundred  excellent  casts  of  the 
finest  works  of  antiquity ;  they  have  also  the  Elgin  Marbles,  and 
have  received  a  number  of  presents  and  legacies  of  different  works 
of  the  same  character.  They  obtained  the  originals  fifom  Lord  El- 
gin ;  a  great  many  ot  the  casts  which  he  had  taken  at  Greece  of 
different  buildings,  which  are  now  in  the  collection  of  the  Board  of 
Trustees,  are  open  to  the  public ;  to  the  artists  always ;  to  the  pub- 
lic on  certain  days,  but  always  to  the  artists,  and  always  to  the 
pupik  of  the  Academy  at  all  times.  Exhibitions  of  works  of  art, 
such  as  ingenious  patterns  and  manufactures,  or  ingenious  speci- 
mens of  weaving,  were,  at  one  time,  contemplated,  but  never  put  in 
practice.  I  understand  that  there  exists  an  indisposition  on  the 
part  of  pereoiks  who  have  made  inventions  or  improvements  to  ex- 
hibit them,  firom  the  circumstance  that  they  are  aware  that  they 
have  no  protection ;  that  their  invention  and  the  property  of  their 
improvement  is  not  protected.  The  Trustees  for  the  encourage- 
ment of  the  manufactures  of  Scotland,  offer  annually  a  series  of 
premiums  for  improvements  in  different  manufactures,  ako  for  inven- 
tions, should  any  take  place.  Those  are  annually  exhibited  to  the 
public,  and  judges  are  appointed  from  among  the  manufacturers, 
who  examine  the  goods  and  award  the  premiums.  The  circum- 
stance that  induces  the  manufacturers  to  attend  very  much  to  that 
is,  that  by  obtaining  the  premium  for  their  manu&cture,  they  may 
obtain  the  means  of  publishing,  very  much  to  their  own  advantage, 
the  species  of  trade  that  they  carry  on ;  otherwise  the  premium  »b  a 
very  small  one,  and  scarcely  worth  the  whfle  of  manufacturers  to 
work  for  it  The  French  Exposition  is  highly  advantageous. 
Where  it  enjoys  a  very  great  advantage  over  any  attempt  in  this . 
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country,  is,  that  the  improvements  of  the  year,  and  the  inventipns 
of  the  year,  are  by  the  French  manufiBLcturerB  expressly  reserved  for 
that  exhibition,  because  they  know  that  they  are  safe  in  producing 
their  new  design,  whatever  it  may  be. 


Although  the  evidence  above  quoted  was  given  before  the  House 
of  Commons  about  niiie  years  ago,  we  do  not  think  it  has  lost  much 
of  its  value.  We  are  not  aware  that  any  considerable  change  has 
taken  place  since  then  on  the  subject  of  which  it  treats.  It  furnishes 
a  clear  exposition  of  the  state  of  European  manufactures;  which 
could  not  be  done  by  any  but  men  of  liberal  and  enlightened  views. 
There  is  no  narrow-minded  boasting  about  ncUive  talent ;  no  depre- 
ciation of  foreign  ingenuity.  Facts  are  truly  stated ;  and  honour 
is  justly  awarded  where  honour  is  deserved.  We  admire  such  sen- 
timents, and  wish  that  all  could  admire  them  :  but  we  regret  that 
national  prejudices  and  national  animosities  have  taken  such  a  deep 
root  in  the  public  mind,  ^t  probably  ages  will  elapse  before  they 
can  be  thoroughly  eradicated. 


DESIGN  PAPER. 

It  is  our  object  here  to  afford  the  manu&cturer  and  pattern-drawer 
a  guide  in  the  selection  of  proper  paper  for  his  designs,  as  much  de- 
pends upon  the  paper  used,  the  due  proportioning  of  the  pattern,  the 
nature  of  the  fieibric,  the  arrangement  of  the  harness,  &c. 

The  first  thing  to  be  considered  is  the  fineness  of  the  reed  and  the 
description  of  harness  to  be  used,  whether  a  full  or  one-thread  har- 
ness, a  split  or  two-thread,  or  a  four-thread,  or  any  coarse  descrip- 
tion of  harness,  such  as  damask,  d&c 

The  second  thing  to  be  considered  is,  the  thickness  of  the  cloth  or 
number  of  picks  or  weft  threads  per  inch,  and  what  proportion  that 
bears  to  the  number  of  harness-twines  or  mails  per  inch ;  and  the 
paper  must  be  selected  according  to  that  proportion,  always  bearing 
in  mind  whether  the  work  be  once,  twice,  or  oftener  drawn — that 
is  one,  two,  or  more  picks  or  weft  threads  given  to  the  same  card 
or  lash. 
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In  damask  work  where  only  one  colour  of  weft  is  used,  the 
harness  is  of  course  drawn  and  retained  in  its  lifted  position  until 
the  required  number  of  picks  (from  4  4o  12)  are  given ;  the  cloth 
being  formed  by  presser  leaves,  acting  upwards  on  the  undrawn 
warp  and  downwards  (see  Fig.  66)  on  the  raised  warp,  at  each 
pick,  till  the  proper  number  of  picks  are  thrown  in,  when  the 
card  or  lash  is  changed  for  another  card  or  lash,  and  the  operation 
of  the  headles  is  again  repeated  (see  also  damask  weaving,  page 
468). 

In  the  more  elaborate  paitems  of  shawls,  vestings  and  similar 
goods,  where  m<N:e  than  one  colour  of  weft  fe  used,  it  is  called 
"  covered  work/'  each  colour  constituting  a  cover,  if  used  in  the 
same  line,  and  all  the  colours  in  one  line  forming  only  one  pick  of 
actual  doth.  This  description  of  goods  is  often  twice  or  thrice 
drawn ;  but  not  like  the  damask ;  for  the  cdours  must  be  repeated 
individually,  the  beadle  shed  being  Ranged  only  at  a  new  repeti- 
tion of  the  colours.  For  once-drawn  patterns  in  full  harnesses, 
where  any  variety  of  work  may  be  introduced  into  the  design,  such 
as  various  kinds  of  tweeling,  flushing,  satin,  plain,  or  tafleta,  &c.,* 
but  little  depends  upon  the  selection  of  design  paper  fturther  than  the 
proportioning  of  the  thicknesses  of  the  warp  and  weft,  which  is  an 
easy  matter  when  due  attention  is  paid  to  the  reed-scale ;  and  the 
number  of  picks  per  inch  is  known,  as,  for  example,  an  1,800  har- 
ness stands  97  threads  per  inch : — 

8  by    8  paper  gives    97  picks  per  inch 
8  by    9     "        "     109     "      "     " 
8  by  10     "        "     121     "      "      " 

For  split  or  two-thread  harnesses  the  best  description  of  paper  is 
the  French  tweeling  paper ;  this  paper  is  calculated  for  work  to  be 
tioiee  drawn,  and  worked  with  four  leaves  of  headles,  one  thread 
being  pressed  out  of  each  tu>o  mails  lifted  when  the  weft  pick  is 
thrown,  forming,  without  anything  like  break  or  error  m  the  tweel 
lines,  a  beautiful  three-andnme  tweel  (see  Figs.  16  and  17,  Section 
FiiBt). 

This  kind  of  harness,  unlike  damask,  forms  no  square  or  blunt 
points  in  the  figure,  as  will  be  seen  by  inspecting  one  of  the  better 
description  of  French  shawls ;  the  theory  of  its  action  is  very  simple 
and  beautifully  correct. 

*  The  loom  repreMnted  at  Figs.  218  to  8d0  is  of  Hum  desorqptioii. 
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PRINCIPLE  OP  THE  "TWO  THREAD"  OR  "SPLIT 
HARNESS." 

Harneas  or  mails. 


HeadiM 

or 

picks. 


Warp  threads. 

It  will  be  observed  that  this  harness,  though  a  ttDo-thread,  and 
though  Che  same  card  be  twice  drawn,  yet  each  pick  of  weft  pro- 
ditces  a  different  effect,  and  die  correct  action  of  the  harness  is  se- 
cured by  the  use  of  the  tweeUng  paper ;  besides  which,  this  paper 
wonderfully  assists  tlie  pattem-<lrawer  in  accomplishing  his  work, 
both  in  speed  of  execution  and  graceful  freedom  of  design  ;  objects 
which  could  not  be  obtained  by  any  other  means. 

For  four^thread  and  damask  harnesses  the  design  paper  should 
be  chosen  of  a  large  scale,  as  near  as  possible  U>  the  size  of  the  doth 
to  be  produced,  and  the  designer  should  be  more  guarded  in  this 
than  any  other  work  against  errors,  as  each  will  be  magnified  upon 
the  cloth,  whereas  in  fine  fabrics  they  are  diminished. 

FV)r  coloured  patterns,  a  rough  sketch  is  commonly  drawn  out  on 
coarse  paper,  which,  after  all  the  necessary  corrections  are  made,  is 
traced  on  clean  drawing  paper,  when  it  is  ready  for  colouring.  The 
method  of  tracing  these  sketches  is  as  follows :  prepare  a  sheet  of 
wov«  writing  paper  by  rubbing  it  over  on  one  side,  first  with  sweet 
oil,  and  afterwards  with  ground  verditure ;  when  it  is  dry,  lay  it  on 
the  clean  drawing  paper,  and  over  it  the  rough  sketch.  Then  with 
a  blunted  steel  point  trace  over  all  the  outlines,  and  a  very  fine  de- 
lineation of  the  pattern  will  be  produced.  This  done,  the  different 
colours  are  laid  on  with  camel's  hair  pencils,  agreeably  to  the  taste 
of  the  manufacturer,  or  to  the  style  of  work  to  which  the  patterns 
are  to  be  applied.  It  is  necessary  to  observe,  however  that,  as  in 
many  kinds  of  patterns,  particularly  those  intended  for  low  priced 
goods,  the  greatest  economy  is  frequently  necessary  in  introducing 
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the  coloura,  the  patlemnlrawer's  chief  study  should  be  to  produce  as 
much  effect  as  possible  with  few  colours. 

The  pigments  used  by  pattem-^lrawerB  and  designers,  are,  in 
general,  the  same  as  those  which  are  made  up  into  cakes,  and  sold 
in  the  shops  under  the  name  of  water  colours 

A  table  showing  the  various  purposes  to  which  the  accompanying 
samples  of  design-paper  may  be  applied  ;  or  otherwise,  the  various 
qualities  of  goods  which  require  these  papers,  is  a  thing  much  needed 
by  many  of  our  manufacturing  friends  at  the  present  time,  and  we 
accordingly  submit  the  following. 


MtOEIP- 

Number  ofplcka  Mr  Inch 
once  drawn,  fbll  or  oat 

Number  oTpleke  per  Inch 

TIOM  OF 

thread,  and  on  twice 

on  twice  drawn  Ibar 

vArsft. 

drawn,  •plit  or  two 
thread  harneeiea. 

thread  harneMee. 

1400 

1600 

1800 

2000 

luoo 

IMO 

1800 

9000 

Reed 

Reed 

Reed 

Reed 

,Re«d 

Reed 

Reed 

18 

204 

8  by  3 

284 

324 

36 

404 

144 

16 

8  "    34 

33i 

374 

424 

474 

1  164 

184 

214 

234 

8  "    4 

38 

43 

48 

54 

1  ^» 

214 

244 

27 

8  "    5 

474 

53} 

60 

674 

24 

27 

304 

33) 

8  "    6 

57 

644 

72: 

81 

1  284 

324 

36 

J5i 

8  "    7 

664 

75i 

84: 

944 

1334 

374 

424 

8"    8 

76 

86 

97 

108 

38 

43 

484^  54  1 

8'.;  9 

854 

97 

109 

1214 

|43 

484 

544 

6O4 

8„  10 

95 

108 

121 

135 

,474 

54 

604 

674 

8  1  U 

1044 

1184 

133 

1484 

524 

59 

744 

8,,  12 

114 

1294 

145 

162 

57 

65 

724 

81 

8      13 

1234 

140 

1574 

1754 

62 

70 

78) 

874 

8"  14 

1334 

151 

1694 

169 

674 

754 

844 

944 

8"  16 

154 

1724 

194 

216 

76 

86 

97 

108 

8"  18 

171 

194 

218 

243 

854 

97 

109 

1214 

8  "  20 

190 

2154 

242 

270 

95 

1074 

121 

135 

6"    6 

76 

86 

97 

108 

38 

43 

484 

54 

6"  10 

1264 

143 

1614 

180 

634 

714 

81 

90 

6"  20 

253 

286 

323 

360 

1264 

143 

I6I4 

180 

16"    9 

424 

48 

54 

601 

1  214 

24 

27 

304 

12"    8 

504 

57 

64 

72 

254 

284 

32 

36 

10"  10 

76 

86 

97 

108 

i  38 

43 

484 

54 

10  "  12 

91 

103 

116 

130 

1454 

524 

58 
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The  sample  of  paper  marked  A,  shows  the  method  of  using 
the  tweeling  paper.  An  upright  line  or  warp  cord  runs  zig-zag, 
embracing  two  tweel  lines ;  a  cross  line  or  weft  thread  runs  straight, 
and  a  diagonal  line  follows  the  tweel  so  far  as  the  nature  of 
the  figure  requires  in  that  direction,  and  then  returns  to  another 
tweeling  line ;  the  arrangement  of  the  cords  is  shown  in  the  two 
squares  to  the  left  hand,  each  diamond  shape  having  two  cords  laid 
on  it;  that  is,  the  card-cutter  never  cuts  less  than  two  holes  for  each 
dot  in  the  design  paper  painted,  and  one  of  these  is  always  repeated 
in  the  next  card  or  lash,  two  lines  across  twice  drawn  forming  once 
over  the  tweel. 
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In  order  to  lay  before  our  readers  the  idorI  perfect  method  of 
cutting  cards  hitherto  discovered,  we  made  drawings  while  in  France, 
of  this  splendid  card-cutting  machine  (to  which  we  alluded  at  page 
209) ;  and  we  trust  that  from  the  following  description  and  the  ac- 
companying plates,  which  haire  all  been  very  carefolly  executed,  the 
whole  will  be  clearly  understood. 

The  card-cutting  machine,  with  Jacquard  attached,  is  shown  in 
Figs.  241,  242  and  243. 

Fig.  241,  represents  a  side  devationof  the  machine,  and  front  of 
the  Jacquard. 

Fig.  242,  a  front  elevation  of  the  machine  (on  an  enlarged  scale) 
diowing  a  frill  view  of  the  pulley-box,  through  the  Jacquard. 

Fig.  243,  sections  of  the  machine  and  Jacquard,  with  pulley-box, 
needles,  springs,  punches,  weights,  &c.,  one  side  of  the  framing  be- 
ing removed,  to  show  the  whole  arrangement 

Fig.  244,  back  upright  section,  showing  the  simple  or  reading-on 
c<H:ds. 

Fig.  246,  side  view,  in  secticm  of  the  same.  This  may  be  either 
a  separate  frame,  called  the  ^  lashing  frame,"  or  the  lashing  may  be 
done  on  the  simple  attached  to  the  cutting  machine,  without  remov- 
ing the  simple. 

Figs.  246  and  247,  front  and  side  elevations  of  an  ordinary  fly- 
press,  with  a  threes-thread  screw,  and  a  lead  follower  or  platen,  ex- 
tending the  ftdl  length  of  the  card  to  be  cut 

The  same  letters  refer  to  similar  parts  in  all  the  Figs. 

It  will  not  be  necessary  to  explain  the  armngement  and  operation 
of  the  Jacquard,  as  that  has  been  done  dsewhere  (see  page  192) ; 
besides,  it  is  only  an  auxiliary  to  the  machine  under  consideration. 

A,  is  a  case  or  frame  containing  a  series  of  needles,  similar  to 
those  used  in  the  Jacquard  machine ;  B,  C,  D,  (Fig.  243)  three  thin 
brass  perforated  (dates,  corresponding  to  the  front  needle-board  and 
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cylinder  of  the  Jacquard ;  E,  (Figs.  241  and  243)  a  thick  brass  or 
cast-iron  plate,  iiill  the  thickness  of  the  length  of  the  punches,  fixed 
close  to  the  cutting  plate  G,  the  cutting  plate  in  its  position,  with 
the  /arm  or  stud  plate  H,  closed  down  and  the  punches  forced  into 
the  brass  plate  E ;  H,  the  stud  plate  (made  generally  of  wood),  with 
small  wire  studs  driven  or  screwed  into  it,  and  corresponding  to  the 
scale  of  the  needle  board ;  this  stud  plate  has  a  board  F,  screwed  to 
it,  to  prevent  the  studs  or  pins,  which  drive  home  the  punches,  be- 
ing forced  back ;  I,  the  folding  joint  to  which  the  stud  plate  H,  is 
attached,  for  the  purpose  of  being  easily  thrown  up  when  the  opera- 
tive is  about  to  remove  the  cutting  plate  G ;  J,  (Fig.  243)  brass 
spiral  springs,  operating  between  the  centre  plate  C,  and  a  barb 
upon  the  needles,  round  which  they  are  coiled,  and  forcing  the 
needles  toward  the  front;  K,  balance  weights,  rather  more  than 
sufficient  to  keep  the  springs  J,  (Fig.  243)  from  acting  on  the  needles, 
to  which  the  weights  are  attached  by  cords ;  L,  and  M,  guide  or 
hole  boards,  through  which  the  cords  pass,  dividing  at  M,  into  two, 
for  the  purpose  of  keeping  the  leads  clear  and  from  twisting  or 
entangling  one  another;  N,  (Fig.  243)  twelve  smooth  glass  rods  or 
rollers,  corresponding  to  each  row  or  line  of  holes  to  be  punched ; 
0,  (Figs.  241  and  243)  cords  connecting  the  punch  needles  with  the 
reading-on  simple ;  P,  cords  connecting  the  Jacquard  with  the  punch 
needles ;  Q,  a  continuation  of  the  cords  O,  and  P,  both  being  at- 
tached above  the  hole  board  M,  and  either  acting  as  it  may  be 
required  upon  the  weights  K,  thereby  allowing  the  springs  J,  to  force 
the  needles  outward,  and,  consequently,  the  loose  punches  that  may 
be  necessary  for  the  particular  card  from  the  plate  E,  into  the  cut- 
ting plate  G ;  when  this  is  done,  the  stud  plate  H,  is  thrown  up  on 
its  joint,  thereby  allowing  the  punches  free  access  into  the  plate  G ; 
R,  the  reading-on  cords  or  simple,  on  which  the  pattern  is  lashed  or 
read ;  it  is  attached  to  a  roller  S,  at  the  bottom  of  the  machine ; 
this  roller  works  in  two  brackets,  and  has  a  ratchet  T,  and  click  U, 
whereby  the  simple  can  be  tightened  as  the  pattern  comes  to  an  end, 
the  removing  of  the  lashing  or  reading  threads  slackening  the  sim- 
ple gradually  as  they  are  taken  off.  The  attachment  of  the  simple 
to  double  cords  at  the  harness  j^oard  Y,  is  to  prevent  the  cords  losing 
any  of  their  twist  and  thereby  becoming  unequal  in  length  in  the 
course  of  the  working ;  W,  a  series  of  wire  hooks  for  conveniently 
attaching  the  simple  after  coming  from  the  reading  frame — a  num- 
ber of  readers  or  lashers  being  employed  for  one  machine,  each  hav- 
ing a  simple  made  to  suit  and  ready  to  be  attached  as  soon  as  the 
lashing  upon  the  simple  in  operation  is  exhausted  ;  X,  double  cordis 
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attached  to  the  upper  part  of  the  hooks  W,  to  prevent  the  hooks 
turning  round,  and  connected  over  the  puUey-box  Y,  to  counter- 
poise weights  F' ;  Y,  the  ordinary  draw-loom  pulley-box,  containing 
624  small  pulleys,  or  any  number,  of  course,  according  to  the  size  of 
the  Jacquard. 

After  removing  the  simple  from  the  lashing  frame  (Figs.  244  and 
245)  and  attaching  it  to  the  hooks  W,  the  train  of  operations  b  as 
follows : — The  draw-boy  seizes  the  lash  Z,  (Fig.  244)  which  separ- 
ates the  required  quantity  of  cords  from  the  others,  and  he  either 
pulls  those  with  his  hand  or  a  rod  for  the  purpose,  thrusting  it  into 
the  shed  made  by  the  lash  Z,  and  pulling  it  forward;  the  cgtAb 
pulled  glide  over  the  pulleys  of  the  box  Y,  the  glass  rods  A',  and  N, 
(Fig.  243)  raise  the  weights  K,  in  the  direction  of  the  arrows, 
thereby  relieving  the  springs  J,  which  force  the  punches  forward 
into  the  cutting  plate  G.  The  operative  now  seizes  the  plate  by  the 
handles  in  front,  dexterously  turns  it  on  its  flat,  and  carries  it  with 
its  necessary  number  of  punches  to  the  fly-press  (Fig.  246.) 

The  press-boy  has  a  blank  card  ready  placed  upon  a  sole  {date, 
with  the  usual  steady  pins  or  guides  fitting  exactly  to  slots  or  holes 
in  the  plate  G,  which  with  the  punches  the  workman  places  above 
the  sole  plate,  shoves  both  under  the  press  platen  or  lead  follower, 
the  boy  gives  a  half  turn  of  the  press-arms  above,  and  the  card  is 
perforated.  Should  more  than  one  set  of  cards  of  the  same  pattern 
be  wanted,  the  press  operation  is  repeated  according  to  the  required 
number :  or,  when  the  paper  is  light,  two  cards  may  be  cut  together. 
The  workman  now  seizes  his  plate,  thrusts  it  into  its  place  in  front 
of  the  plate  E,  closes  down  the  stud  plate  H,  which  he  raises,  while 
the  draw-boy  pulls  the  simple  so  as  again  to  force  out  the  required 
number  of  punches,  and  so  on  till  the  pattern  is  completed. 

The  punches  are  prevented  from  falling  through  the  plate  G,  by 
a  small  ruff  or  collar,  turned  upon  the  inner  end  of  them. 

The  Jacquard  operates  similarly  to  the  simple,  being  also  attached 
to  the  weights  K,  the  springs  J,  and  cords  P ;  the  draw-boy  working 
the  Jacquard  instead  of  the  lashes  ;  it  is  used  to  advantage  in  re- 
newing a  pattern,  ox  in  making  duplicates  after  testing  the  merits 
of  a  design  upon  cloth.  ^ 

Fig.  244,  represents  the  lashing-frame  ;  Y,  the  hole-board  (same 
as  in  Figs.  241  and  243),  which  is  removed  along  with  the  simple 
into  the  machine  and  secured  by  bolts,  seen  in  Fig.  241;%', 
springs  for  giving  elasticity  to  the  simple-cords  in  the  operation  of 
lashing. 

I'lie  lasher  reads  over  the  design  C*,  (missing  those  cords  not  re- 
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quired,)  between  the  round  rods  D',  and  E',*  and  if  there  be  more 
colours  than  one^  as  in  covered-work,  such  as  shawls,  he  reads  on 
a  separate  lash  for  each  colour,  which  lashes  are  generally  all  at- 
tached to  what  is  called  a  bridle^  (see  lashing  for  draw-loom,  page 
167)  forming  one  line  across  the  deagn  or  pattern ;  such  as  red, 
blue,  green,  yellow,  white  and  black,  which  would  constitute  work 
of  six  covers,  unless  the  ground  (say  black)  was  repeated  twice, 
when  it  would  be  seven  covers ;  and  seven  lashes  would  be  neces- 
sary to  complete  one  pick  or  shot  of  cloth. 

The  lasher  after  completing  one  Une  (if  for  damask,  only  one  lash 
is  required)  proceeds  with  the  next,  until  he  has  the  whole  pattern 
read  or  registered  on  the  simple,  when  it  is  ready  to  be  removed  to 
the  cutting  machine. 

*  It  is  customary  in  England  and  Scotland  for  lashers  to  iise  a  reed,  cor- 
responding in  fineness  to  the  design  paper,  and  into  this  reed  they  pass  al) 
the  simple  cords.  (See  reading  or  ladling,  page  157,  and  Fig.  70.)  In 
France,  however,  the  reed  is  not  used,  rods  like  those  represented  at  D',  and 
E',  (Figs.  244  and  245)  being  preferred,  and  the  simple  cords  are  passed  un- 
der and  over  each  of  them  alternately,  forming  a  lease.  The  operator  works 
over  the  cords  between  the  rods  with  her  right  hand,  commencing  at  the  left 
side  (females  only  are  employed  in  this  operation  in  France),  and  taking 
those  cords  which  are  indicated  by  the  design  placed  above.  As  soon  as  the 
line  of  pattern  has  been  gone  over,  she  draws  the  cords  thus  selected  towards 
her,  with  her  left  hand,  immediately  below  the  rod  E',  and  instantly  inserts 
the  lashing  twine,  and  so  on  for  each  successive  lash,  until  the  pattern  is  com- 
pleted. 
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WEFT  CALCULATION  TABLE. 

The  following  tables  are  drawn  up  with  a  view  to  enable  the 
practical  manu&cturer  to  ascertain  the  amount  of  material  required 
in  making  various  kinds  of  goods. 

There  is  no  mode  of  ascertaining  the  expense  of  the  manufacture 
of  a  shawl,  or  similar  stuff,  but  by  calculation  ;  the  clumsy  system 
of  weight  is  inadmissible,  {qx  the  most  heavy  part,  and  generally 
the  most  expensive,  is  always  shorn  off  previous  to  the  finishing  of 
the  &bric.  Thus,  if  the  goods  contain  eight  or  ton  regular  colours, 
they  will  not  weigh  when  finished  above  a  seventh  or  an  eighth 
of  their  original  weight. 

To  afford  the  manufacturer  an  exact  idea  of  the  quantity  of  ma- 
terial used,  is  our  present  motive ;  but  that  he  may  not  go  blindly 
by  our  direction,  we  shall  place  the  rule  before  him,  and  he  may  if 
be  choose,  work  out  his  own  problems.  For  those,  however^  who 
are  not  expert  in  figures,  the  following  tables,  embracing  almost 
every  width  of  goods  and  quantity  of  picks,  will  tikely  be  of  soTne 
benefit. 

It  is  well  known  to  manufacturers  of  any  experience,  that  the 
standard  length  of  cotton  yarn  is  64  inches  once  round  the  reel,  80 
threads  of  this  length  forming  a  skein,  and  7  skeins  a  number ;  so 
that  yarn  sold  as  No.  20s,  or  30s,  should  contain  20,  or  30,  of  these 
numbers  per  pound,  and  anything  short  of  this  is  an  infringement 
on  the  established  rules  of  trade,  affording  strong  evidence  that  the 
spinner  is  dishonest. 

64  inches,  length  of  reel. 
80  threads  per  skein. 

4320  inches  in  each  skein. 

7  skeins  per  number  or  hank. 


36)30240  inches  in  each  number. 

840  yards  of  thread  per  number. 
If  a  different  material  than  cotton  is  used,  such  as  wool  or  silk, 
ascertain  the  length  in  inches  which  it  will  run  per  pound  and  apply 
the  same  rule :  in  all  respectable  Victories  this  can  be  known  exactlv, 
as  spun  silk  is  put  up  the  same  as  cotton,  trame  silk  is  of  a  known 
•  length  and  sold  as  such,  and  wool  and  worsted  are  of  known  lengths 
also ;  but  more  allowance  must  be  given  for  waste  in  using  the  last 
named  materials  than  the  former. 
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To  ascertain  the  exact  amount  of  weft  contained  in  any  particular 
length  of  cloth,  multiply  the  number  of  inches  in  the  width  of  the 
cloth  by  the  number  of  picks  of  weft  and  divide  by  54  (the  number 
of  inches  in  the  length  of  the  reel),  by  80  (the  number  of  threads 
per  skein),  and  by  7  (the  number  of  skeins  per  number) ;  the  quo- 
tient may  be  divided  by  18  (the  Nob.  per  spyndle),  or  by  the  Nos.  of 
yarn  per  pound,  and  this  will  show  the  exact  expense — as  for  ex- 
ample, 

46        inches,  width  of  cloth. 
6,000  number  of  picks. 


54)270,000 
80)5000 


8H». 
Thus  we  have  8  Nos.  6^  skeins,  for  6,000  picks,  on  cloth  45 
inches  in  width ;  but  8  or  10  per  cent  must  be  added  for  waste,  d&c.» 
and  with  8  per  cent  it  would  stand  thus : 

45        inches 
6,000  picks 

50+80-4,000)270,000 

7)67  M 

94  «. 
We  next  take  cloth  57  inches  wide,  8  per  cent  added  for  waste, 
with  95,673  picks : 

95,673  picks. 
57  inches. 


669711 
478366 

50)5453361 

80)109067  H 
7)1363  H 
18)1944 


10H4HH. 
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We  have  no  desiie  to  use  algebra  in  this  matter,  or  it  would  be 
very  easy  to  render  the  above  a  liule  more  scientific  in  appearance ; 
but  we  know  the  above  mode  of  working  the  calculation  to  be  cor- 
rect, and  have  no  doubt  that  it  will  prove  mere  scUisfactary  to  the 
recU  weaver  than  all  the  logarithms  and  algebra  in  the  worM ;  thus 
we  have  10  spyndles,  14  numbers,  5  skeins,  27  threads  and  11 
inches,  used  in  working  the  above  number  of  picks,  on  cloth  57 
inches  wide. 

The  following  tables,  running  from  42  to  72  inches  width  of 
cloth,  with  the  various  numbers  of  dents  contained  in  the  different 
widths,  and  fineness  of  reeds  running  from  1200  to  2000  per  37 
inches,  have  10  per  cent  deducted  as  allowance  for  waste.  Each 
page  is  headed  by  the  particular  breadth  of  cloth  and  the  different 
reeds,  with  the  number  of  dents  contained  in  that  particular  breadth, 
80  that  the  manufacturer  has  a  double  check,  the  amount  of  warp 
as  well  as  the  measurement,  indicating  the  width.  The  first  column 
to  the  lejft  contains  the  number  of  picks,  the  next  two,  the  quantity 
of  cloth  in  yards,  inches,  and  at  the  rates  of  100  and  120  picks  per 
inch,  and  the  fourth,  the  quantity  of  weft  required  in  spyndles,  hanks, 
skeins  and  threads. 

We  begin  as  low  as  60  j  icks  and  rise  to  one  million,  which  we 
think  sufficiently  various  foi  any  purpose ;  and  the  tables  are  equally 
applicable  to  plain  and  figured  goods.  For  plain  fabrics,  ascertain 
the  number  of  picks  per  inch  and  the  number  of  inches  in  the  width 
of  the  cloth ;  say  36  inches  wide  goods,  50  picks  per  inch  and  36 
inches  of  cloth  : 

36    inches. 
60  picks. 

1800 
36  inches. 


10800 
i>400 

60)64800 


80)1296 
7)1611 

Here  we  have  1  yard  of  36  inch  cloth,  with  60  picks  per  inch| 
which  takes  2  numbers,  2  skeins  and  if. 
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We  would  here  also  submit  a  short  rule  for  the  calculation  of 
warps,  which  may  be  useful,  as  it  comes  under  the  daily  practice  of 
every  manufacturer : — Ascertain  the  number  of  dents  and  length  of 
warp;  divide  the  dents  by  20  (the  beers);  multiply  by  ells,  (45 
inches,  or  one  and  a  quarter  yards) ;  divide  the  quotient  by  16 ;  and 
the  result  will  be  the  quantity  of  numbers  which  the  warp  requires. 

EXAMPLES. 

20)1270  warp  or  2540  threads. 


63^  beers. 
80  ells,  or  100  yards. 


16)6080 


31 7^  numbers  of  yarn  required. 
20)1760  warp. 


88    beers. 
100  ells,  or  125  yards. 


16)8800 


650  numbers  of  yarn  required. 
20)1130    warp. 


56^  beers. 
60  ells,  or  75  "ards 


16)3390 


211  H  numbers  of  yarn  required. 

The  above  rule  gives  an  allowance  of  5  per  cent  waste  m  winding 
and  warping 

For  the  sake  of  conciseness,  these  tables  advance  by  two  inches 
at  a  time ;  but  for  the  purpose  of  rendering  them  applicable  to 
breadths  of  any  intermediate  inch,  a  table  of  one  inch  is  introduced 
in  page  551. 
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1200  Raed  1362  DenU. 
1300  1475  

\\ 

42  INCHES  WIDE. 

\ 

1400  Reed  1590  DmiU. 
1500  1705 j 

Pick* 
or 

4DANTITT  OV  OLOTH 
AT  THB  SATB8  OF 

wnrT 
nxftcinsD. 

Shou 

of 
Weft. 

^UAJTTITT  or  CLOTH 

AT  nu  &ATna  o» 

1 

WBVT 

of 
Weft. 

100  picks, 
per  inch. 

lao  picka. 
per  inch. 

IQOpicke. 
per  inch. 

laoplcke. 
per  inch. 

1 

50 
100 
200 
300 
400 

Yde.  In. 

h 

1 
2 
3 

4 

Yde.  in.  6Ui«. 

1  4 

2  3 

3  2 

No.ak.Thd. 

0  43 

1  6 

2  11 

3  17 
422 

5000 
5100 
5200 
5300 
5400 

Yd*.  In. 
1  14 
1  15 
1  16 
1  17 
1  18 

Yd*.  In.  «th«. 
1  5  4 
1  6  3 
1  7  2 
1  8  1 
1  9  0 

Spy.  No.  8k. 
7  4i 
7  5i 

7  6^ 

8  1 
8  2 

500 
600 
700 
800 
900 

5 

6 

7 
8 
9 

4 

5 

5 

.   6 

7 

1 
0 
5 

4 
3 

5  28 

6  33 

0  39 

1  44 

2  50 

5500 
5600 
5700 
5800 
5900 

19 
20 
21 
22 
23 

1  9 
1  10 
1  11 
1  12 
1  13 

5 

4 
3 
2 

1 

8  3 
8  4 
8  5 

8  6 

9  0 

1000 
1100 
1200 
1300 
1400 

10 
11 
12 
13 
14 

8 

9 

10 

10 

11 

2 

1 
0 
5 
4 

2 

3  56 

4  61 

5  67 

6  72 

0  78 

6000 
6100 
6200 
6300 
6400 

24 
25 
26 
27 
28 

1  14 
1  14 
1  15 
1  16 

1  17 

0 
5 
4 
3 
3 

9  1 

9  2^ 
9  H 

9  H 
9    H 

1500 
1600 
1700 
1800 
1900 

15 

16 
17 
18 
19 

12 
13 
14 
15 
15 

3 
2 

1 
0 
5 

2 
2 
2 
2 
2 

2  3 

3  9 

4  14 
520 
6  26 

6500 
6600 
6700 
6800 
6900 

29 
30 
31 
32 
33 

1  18 
1  19 
1  19 
1  20 
1  21 

1 
0 
5 
4 
3 

9  6i 
10  1 
10  1| 
10  2| 
10  3i 

2000 
2100 
2200 
2300 
2400 

20 
21 
22 
23 
34 

16 
17 
18 
19 
20 

4 
3 
2 

1 
0 

3 
3 
3 
3 
3 

0  31 

1  37 

2  42 

3  48  ' 

4  53 

7000 
7100 
7200 
7300 
7400 

2 
2 
2 

34 
35 

0 

1 
2 

1  22 
I  23 
1  24 
1  24 
1  25 

2 

1 
0 
5 
4 

10  4| 

10  6 

11  0 
11  1 
11  2 

2500 
2600 
2700 
2800 
2900 

25 

26 
27 
28 
29 

20 
21 
22 
23 
24 

5 
4 
3 
2 

1 

3 
3 

4 
4 
4 

5  59 

6  64 

0  70 

1  76 
3  1 

7500 
7(>00 
7700 
7800 
7900 

2 
2 
2 
2 
2 

3 

4 
5 
6 
7 

1  26 
1  27 
1  28 
1  29 
1  29 

3 
2 

1 
0 
5 

11  3i 
11  4i 
11  5i 

11  6i 

12  Oi 

3000 
3100 
3200 
3300 
3400 

30 
31 
32 
33 
34 

25 

25 
26 
27 
28 

0 
5 

4 
3 
2 

4 
4 
4 
5 
5 

4  7 

5  12 

6  18 

0  23 

1  29 

8000 
8100 
8200 
8300 
8400 

2 
2 
2 
2 
2 

8 

9 

10 

11 

12 

1  30 
1  31 
1  32 
1  33 
1  34 

4 
3 
2 

1 
0 

12  li 
12  2i 
12  3^ 
12  4| 
12  5| 

3500 
3600 
3700 
3800 
390O 

35 
1   0 
1   1 
1   2 
1   3 

29 
30 
30 
31 
32 

1 
0 
5 
4 
3 

5 
5 
5 
5 
5 

2  34 

3  40 
446 

5  51 

6  57 

8500 
8600 
8700 
8800 
8900 

2 
2 
2 
2 
2 

13 
14 
15 
16 
17 

1  34 

1  35 

2  0 
2  1 
2  2 

5 

4 
3 
2 

1 

13  0 
13  1 
13  2 
13  3 
13  4i 

4030 
4100 
4200 
4300 
4400 

1   4 
1   5 
1   6 
1   7 
1   8 

33 
34 
35 
35 
1  0 

2 

1 
0 
5 
4 

6 
6 
6 
6 
6 

0  62 

1  68 

2  75 

3  79 
5  4 

9000 
9100 
9200 
9300 
9400 

2 
2 
2 
2 
2 

18 
19 
20 
21 
22 

2  3 
2  3 
2  4 
2  5 
2  6 

0 
5 

4 
3 
3 

13  5^ 

13  6i 

14  Oi 
14  4 
14  2i 

4500 
4600 
4700 
4800 
4900 

1   9 
1  10 
1  11 
1  12 
1  13 

1  1 
1  2 
1  3 
1  4 
1  4 

3 
2 

1 
0 
5 

6 

7 
7 

7 
7 

6  10 

0  16 

1  21 

2  27 

3  32 

9500 
9600 
9700 
9800 
9900 

2 
2 
2 
2 
2 

23 
24 
25 

26 
27 

2  7 

3  8 
2  8 
2  9 
2  10 

1 
0 
5 
4 
3 

14  Sh 
14  4i 
14  5} 

14  6i 

15  1 
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1600  Reed  1815  Dent& 
1700  1930  

j  «  INCHES  WIDE.  J^«:*^»^o'^!" 

Pick* 

QVAHTITT  OF  OLOTH   ] 

Picks 

ftVANTlTT  or  CLOTH 

Bhou 
of 

AT  THl 

1  RATXS  OV 

_ 

WMT 

or 

AT  THB  KATBS  OF 

WBFT 

100  picks 
per  inch. 

120  picks 

BS^DIBBD. 

Bkots 
of 

100  picks 
perlnck. 

120  picks 
per  Inch. 

UftVIRBD. 

Weft. 

per  incli 

I. 

Weft. 

TbidB. 

Ydt-In. 

Tda.  In.  6tks. 

Spy.No.Sk. 
0  15  2 

Thsds. 

Yds.  In. 

Yds.  In.  6ths. 

Spy.  No.  8k. 

10 

2  28 

3  11 

2 

510 

141  24 

118  2 

0 

43  5  1 

30 

5  20 

422 

4 

1  12  4 

520 

144  16 

120  13 

2 

44  2  3 

30 

8  12 

6  34 

0 

2  9  5} 

530 

147  8 

122  24 

4 

44  17  5 

40 

11  4 

9  9 

2 

3  7  0} 

540 

150  0 

125  0 

0 

45  15  0 

50 

13  32 

1120 

4 

4  4  2} 

550 

152  28 

127  11 

2 

46  12  2 

60 

16  24 

13  39 

0 

5  1  4} 

560 

155  20 

129  29 

4 

47  9  4 

70 

19  16 

16  7 

9 

5  16  6i 

570 

158  12 

131  34 

0 

48  6  5} 

80 

22  8 

18  18 

4 

6  14  U 

580 

161  4 

134  9 

2 

49  4  0} 

90 

25  0 

90  30 

0 

7  11  3i 

590 

163  32 

136  20 

4 

50  2  2} 

100 

27  28 

93  5 

2 

8  8  5^ 

600 

166  24 

138  32 

0 

50  16  4} 

110 

30  20 

95  16 

4 

9  6  0i 

610 

169  16 

141  7 

2 

51  13  6i 

130 

33  12 

97  28 

0 

10  3  2^ 

620 

172  8 

143  18 

4 

52  11  1^ 

130 

36  4 

30  3 

2 

11  0  4} 

630 

175  0 

145  30 

0 

53  8  3^ 

140 

38  32 

39  14 

4 

11  15  6} 

640 

177  28 

148  5 

2 

54  5  5i 

150 

41  24 

34  26 

0 

12  13  1} 

650 

180  90 

150  16 

4 

55  3  0} 

160 

44  16 

37  1 

9 

13  10  3 

660 

183  12 

152  28 

0 

56  0  2} 

170 

47  8 

38  12 

4 

14  7  5 

670 

186  4 

155  3 

2 

56  15  4} 

180 

50  0 

41  24 

0 

15  5  0 

680 

188  32 

157  14 

4 

57  12  6} 

190 

53  28 

43  35 

9 

16  2  2 

690 

191  24 

159  26 

0 

58  10  1} 

300 

55  20 

46  10 

4 

16  17  4 

700 

194  16 

162  1 

2 

59  7  3 

210 

58  12 

48  22 

0 

17  14  5} 

710 

197  8 

164  12 

4 

60  4  5 

320 

61  4 

50  33 

9 

18  12  0} 

720 

200  0 

166  24 

0 

61  2  0 

230 

63  32 

53  8 

4 

19  9  2} 

730 

202  28 

168  35 

2 

61  17  2 

'240 

66  24 

55  20 

0 

20  6  4} 

740 

205  20 

171  10 

4 

62  14  4 

250 

69  16 

57  31 

9 

21  3  6^ 

750 

308  13 

173  22 

0 

63  11  5} 

260 

72  8 

60  6 

4 

22  1  1^ 

760 

311  4 

175  33 

2 

64  9  0} 

270 

75  0 

69  18 

0 

22  16  3i 

770 

313  33 

178  8 

4 

65  6  2} 

280 

77  28 

64  99 

9 

23  13  5i 

780 

316  34 

180  20 

0 

66  3  4} 

290 

80  20 

67  4 

4 

24  11  Oi 

790 

3X9  16 

182  31 

2 

67  0  6i 

300 

83  12 

69  16 

0 

25  8  2} 

800 

333  8 

185  6 

4 

67  16  1} 

310 

86  4 

71  97 

2 

96  5  4} 

810 

335  0 

187  18 

0 

68  13  H 

320 

88  32 

74  9 

4 

27  2  6} 

820 

227  28 

189  29 

2 

69  10  5^ 

330 

91  24 

76  14 

0 

28  0  1 

830 

230  20 

192  4 

4 

70  8  0} 

340 

94  16 

78  95 

2 

28  15  3 

840 

233  12 

194  16 

0 

71  5  2} 

350 

97  8 

81  0 

4 

29  12  5 

850 

236  4 

196  27 

2 

72  2  4} 

360 

100  0 

83  12 

0 

30  10  0 

860 

238  32 

199  2 

4 

72  17  6} 

370 

102  28 

85  23 

9 

31  7  2 

870 

241  24 

201  14 

0 

73  15  1 

380 

105  20 

87  34 

4 

32  4  4 

880 

244  16 

203  25 

2 

74  12  3 

390 

108  12 

90  10 

0 

33  1  5} 

890 

347  8 

206  0 

4 

75  9  5 

400 

111  4 

99  21 

9 

33  17  0} 

900 

350  0 

208  12 

0 

76  7  0 

410 

113  32 

94  39 

4 

34  14  2} 

910 

353  38 

210  23 

2 

77  4  2 

420 

116  34 

97  8 

0 

35  11  4} 

920 

355  30 

212  34 

4 

78  1  4 

430 

119  16 

99  19 

9 

36  8  6i 

930 

358  13 

315  10 

0 

78  16  5} 

440 

132  8 

101  30 

4 

37  6  H 

940 

361  4 

217  21 

2 

79  14  0} 

450 

125  0 

104  6 

0 

38  3  3i 

950 

363  32 

219  3Q 

4 

80  11  2} 

460 

127  98 

106  17 

9 

39  0  5i 

960 

266  94 

222  8 

0 

81  8  4} 

470 

130  90 

108  98 

4 

39  16  Oi 

40  13  2} 

970 

969  16 

224  19 

2 

82  5  6i 

480 

133  12 

111  4 

0 

980 

972  8 

226  30 

4 

83  3  li 

490 

136  4 

113  15 

9 

41  10  4} 

990 

275  0 

229  6 

0 

84  0  3} 

500 

138  32 

115  96 

4 

42  7  6} 

iMill. 

377  28 

231  17 

2 

84  15  5} 

e 

i6 
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1200  Beed  1426  Denta. 
1300  1545  

44  INCHES  WIDE. 

1 

1 

1400  Reed  1666  l>enU.  H 
1500  1787 1 

Pick! 

or 
Shot! 

of 
Weft. 

40AMT1TT  OF  CLOTH 
AT  THB  RATB8  OF 

WBPT 

PickB 

or 
Shou 

of 
Weft. 

aOAMTZTT  OF  CLOTH 
AT  THB  XATBS  OF 

1 

WBFT 

100  p 
perl 

IckB 
neb. 

laOpicke 
per  inch. 

lODi 
perl 

C^. 

120  picks 
per  Inch. 

50 
100 
200 
300 
400 

Ydt 
0 
0 
0 
0 
0 

In. 

h 

1 
2 
3 

4 

Yds 
0 
0 
0 
0 
0 

.  In.  etha. 
0  2^ 

0  5 

1  4 

2  3 

3  2 

No.  8k.Thd. 
0  0  45 
0  1  10 
0  2  19 
0  3  29 
0  4  39 

5000 
5100 
5200 
5300 
5400 

Tdi 

.  In. 
14 
15 
16 
17 
18 

Yds.  In. 
1  5 
1  6 
1  7 
1  8 
1  9 

BlhM. 

4 
3 
3 

1 
0 

Bpy.  No  8k. 
0  8  Of 
0  8  U 
0  8  2| 
0  8  3i 
0  8  4^ 

500 
600 
700 
800 
900 

0 
0 
0 
0 
0 

5 

6 
7 
8 
9 

0 
0 
0 
0 
0 

4 
5 
5 
6 

7 

1 
0 
5 
4 
3 

0 
0 

1 
1 

1 

548 
6  58 

0  67 

1  77 
3  7 

5500 
5600 
5700 
5800 
5900 

19 
20 
21 
22 
23 

1  9 
1  10 
1  11 
1  13 
1  13 

5 

4 
3 
2 

1 

0  8  5^ 
0  8  6| 
0  9  1 
0  9  3 
0  9  3 

1000 
1100 
1200 
1300 
1400 

0 
0 
0 
0 
0 

10 
11 
12 
13 
14 

0 
0 
0 
0 
0 

8 

9 

10 

10 

11 

2 

1 
0 
5 

4 

1 
1 
1 
2 
2 

4  16 

5  26 

6  36 
045 
1  55 

6000 
6100 
6200 
6300 
6400 

34 

25 
36 
37 

38 

1  14 

1  14 
1  15 

1  16 

1  17 

0 
5 
4 
3 
3 

0  9  4i 
0  9  5i 
0  9  6i 
0  10  Oi 
0  10  li 

1500 
1600 
1  1700 
1800 
1900 

0 
0 
0 
0 
0 

15 
16 
17 
18 
19 

0 
0 
0 
0 
0 

12 
13 
14 
15 
15 

3 

2 

1 
0 
5 

2 
2 
2 
2 
3 

2  64 

3  74 

5  4 

6  13 
023 

6500 
6600 
6700 
6800 
6900 

39 
SO 
31 
32 
S3 

1  18 
1  19 
1  19 
1  30 
1  31 

1 
0 
5 
4 
S 

0  10  3 
0  10  4 
0  10  5 
0  10  6| 
0  11  Oi 

2000 
2100 
2200 
2300 
2400 

0 
0 
0 
0 
0 

20 
21 
22 
23 
24 

0 
0 
0 
0 
0 

16 
17 
18 
19 
20 

4 
3 
2 

1 
0 

3 
3 
3 
3 
3 

1  S3 
242 

3  52 

4  62 

5  71 

7000 
7100 
7200 
7300 
7400 

2 
2 
3 

34 

35 

0 

1 
3 

1  33 
1  23 
1  24 
1  24 
1  25 

3 

1 
0 
5 

4 

0  n   li 

0 11  ^ 

0  11  3} 
0  11  4| 
0  11  6 

2500 
2600 
2700 
2800 
2900 

0 
0 
0 
0 
0 

25 
26 

27 
28 
29 

0 
0 
0 
0 
0 

20 
21 
22 
23 
24 

5 

4 
3 
2 

1 

4 

4 

t 

4 

0  1 

1  10 

2  20 

3  30 

4  39 

7500 
7600 
7700 
7800 
7900 

2 
2 
2 
3 

2 

3 

4 
5 
6 
7 

1  26 
1  27 
1  28 
1  29 
1  29 

3 
2 
1 
0 
5 

0  13  0 
0  13  1 
0  13  3i 
0  12  Si 
0  12  4^ 

3000 
3100 
3200 
3300 
3400 

0 
0 
0 
0 
0 

30 
31 
32 
33 
34 

0 
0 
0 
0 
0 

35 

25 
26 
27 

28 

0 
5 
4 
3 
2 

4 

4 
5 
5 
5 

5  49 
659 

0  68 

1  78 
3  7 

8000 
8100 
8200 
8300 
8400 

3 
3 
2 
2 
2 

8 
9 

10 
11 
12 

1  30 
1  31 
1  32 
1  33 
1  34 

4 
3 
3 
1 
0 

0  12  5i 
0  12  64 
0  13  1 
0  13  2 
0  IS  3 

3500 
3600 
3700 
3800 
3900 

0 

35 

0 
1 
2 
3 

0 
0 
0 
0 
0 

29 
30 
30 
31 
32 

1 
0 
5 
4 
3 

I 

6 

4  17 

5  27 

6  36 

0  48 

1  56 

8500 
8600 
8700 
8800 
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7    6  49 

8500 
8600 
8700 
8800 
8900 

9 
3 
9 
9 

9 

13 

14 
15 
16 
17 

1  34 
1  35 
9    0 
9    1 
9    9 

9  17 
0  17 
0  17 

0  17 

1  0 

94 

1* 

4000 
4100 
4200 
4300 
4400 

4 
5 
6 
7 
8 

0 
0 
0 
0 

1 

33  9 

34  1 

35  0 
35    5 

0    4 

8    1    3 
8    2  37 
8    3  71 
8    5  25 
8    6  59 

9000 
9100 
9200 
9300 
9400 

9 
9 
9 
9 
9 

18 
19 
90 
91 
99 

9    3 
9    3 
9    4 
9    5 

9    6 

1     0 
1     0 
1     0 
1     0 
1     1 

84 

p 

4500 
4600 
4700 
4800 
4900 

9 
10 
11 
12 
13 

1    3 
9    2 

3  1 

4  0 
4    5 

9    1  13 

9    9  47 
9    4    9 
9    5  36 
9    6  70 

9500 
9600 
9700 
9800 
9900 

9 
9 
9 
9 
9 

93 
94 
95 
36 
97 

3    7 
3    8 
3    8 
3    9 
3  10 

1     1 
1     1 
1     1 
1     1 
1     9 

34 

u 

6* 

1 
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1600  Reed  3490  Deiit^ 

1700  2675  

j  56  INCHES  WIDE.  J  ^gg?  ^l^  ^ '^!^ 

PlckM 

HVAMTITT  09   CLOTH 

Picks 

<l0AlfTITT  or  CLOTH 

or 

Bhou 

of 

AT  TJU  KATBS  OV 

WBVT 

or 

Shots 

of 

AT  THB  BATHS  OP 

WBFT 

100  picks 
per  inch. 

120  picks 

BBftUIBBI). 

100  picks 
per  Inch. 

120  picks 
per  Inch. 

BSaUIRSD. 

Weft. 

p«rincli 

'• 

Weft. 

Tliadt. 

T<b.IiL 

Yds.  In.  6ths. 

Spy.  No.  8k. 

Thsds. 

Yds.  In. 

Yds.  In. 

ths. 

Spy.  No.  8k 

10 

2  28 

3  11 

2 

1  2  2i 

510 

141  24 

118  2 

0 

57  12  H 

30 

5  20 

433 

4 

3  4  5i 

520 

144  16 

120  13 

2 

58  15  1| 

30 

8  12 

634 

0 

3  7  0| 

530 

147  8 

122  24 

4 

59  17  4i 

40 

11  4 

9  9 

2 

4  9  3i 

540 

160  0 

125  0 

0 

61  2  0 

50 

13  32 

11  20 

4 

5  11  6 

550 

152  28 

127  11 

2 

63  4  2i 

60 

16  24 

13  33 

0 

6  14  U 

560 

155  20 

129  22 

4 

63  6  5i 

70 

19  16 

16  7 

2 

7  16  4 

570 

158  12 

131  34 

0 

64  9  0} 

65  11  3i 

80 

22  8 

18  18 

4 

9  0  6| 

580 

161  4 

134  9 

2 

90 

25  0 

30  30 

0 

10  3  2i 

590 

163  32 

136  20 

4 

66  13  6 

100 

27  28 

33  5 

2 

11  5  5 

600 

166  24 

138  32 

0 

67  16  li 

110 

30  20 

35  16 

4 

12  8  Oi 

610 

169  16 

141  7 

2 

69  04 

120 

33  12 

37  38 

0 

13  10  3 

620 

172  8 

143  18 

4 

70  2  6J 

130 

36  4 

30  3 

2 

14  12  5} 

630 

175  0 

145  30 

0 

71  5  2i 

140 

38  32 

33  14 

4 

15  5  H 

640 

177  28 

148  5 

2 

72  7  5 

150 

41  24 

34  36 

0 

16  17  4 

650 

180  20 

150  16 

4 

73  10  Oi 

160 

44  16 

37  1 

2 

18  1  6i 

660 

183  12 

]52  28 

0 

74  13  3 

170 

47  8 

39  13 

4 

19  4  2 

670 

186  4 

155  3 

2 

75  14  5i 

180 

50  0 

41  34 

0 

20  6  4i 

680 

188  32 

167  14 

4 

76  17  U 

190 

52  28 

43  35 

8 

21  9  Oi 

690 

191  24 

159  26 

0 

78  1  4 

200 

55  20 

46  10 

4 

22  11  3 

700 

194  16 

162  1 

2 

79  3  6i 

210 

58  12 

48  33 

0 

23  13  Si 

710 

197  8 

164  12 

4 

80  68 

220 

61  4 

50  33 

3 

24  16  1 

720 

200  0 

166  24 

0 

81  8  4i 

230 

63  32 

53  8 

4 

26  0  3i 

730 

202  28 

168  35 

3 

63  11  Oi 

240 

66  24 

55  30 

0 

27  2  6i 

740 

205  20 

171  10 

4 

83  13  3 

250 

69  16 

57  31 

3 

28  5  1} 

750 

208  12 

173  22 

0 

84  15  5i 

360 

73  8 

60  6 

4 

29  74i 

760 

211  4 

175  33 

3 

86  0  1 

270 

75  0 

63  18 

0 

30  10  0 

770 

213  32 

178  8 

4 

87  3  3i 

280 

77  28 

64  29 

3 

31  12  ^ 

780 

216  24 

180  20 

0 

88  46i 

290 

80  30 

67  4 

4 

32  14  5i 

790 

219  16 

182  31 

3 

89  7  li 

300 

83  13 

69  16 

0 

33  17  OJ 

800 

322  8 

185  6 

4 

90  9  4i 

310 

86  4 

71  27 

3 

35  1  3i 

810 

225  0 

187  18 

0 

91  13  0 

320 

88  32 

74  2 

4 

36  3  6 

820 

227  28 

189  29 

3 

93  14  2i 

330 

91  34 

76  14 

0 

37  6  li 

830 

230  20 

192  4 

4 

93  16  5i 

340 

94  16 

78  25 

3 

38  8  4 

840 

233  12 

194  16 

0 

95  1  Oi 

350 

97  8 

81  0 

4 

39  10  6| 

850 

236  4 

196  27 

3 

96  3  3i 

360 

100  0 

89  12 

0 

40  13  2i 

860 

238  32 

199  2 

4 

97  5  6 

370 

102  28 

85  23 

3 

41  15  5 

870 

241  24 

201  14 

0 

98  8  H 

380 

105  20 

87  34 

4 

43  0  Oi 

880 

244  16 

203  25 

3 

99  10  4 

390 

108  12 

90  10 

0 

44  23 

890 

247  8 

206  0 

4 

100  13  6} 

400 

111  4 

92  21 

2 

45  4  5} 

900 

350  0 

208  12 

0 

101  15  2\ 

410 

113  32 

94  32 

4 

46  7  U 

910 

853  38 

210  23 

3 

103  17  5 

420 

116  84 

97  8 

0 

47  9  4 

920 

255  20 

212  34 

4 

104  8  Oi 

430 

119  16 

99  19 

2 

48  11  6^ 

930 

258  12 

215  10 

0 

105  4  3 

440 

122  8 

101  30 

4 

49  14  2 

940 

261  4 

217  21 

3 

106  6  5i 

450 

125  0 

104  6 

0 

50  16  4| 

950 

263  32 

219  32 

4 

107  9  U 

460 

127  38 

106  17 

8 

52  1  Oi 

960 

266  24 

222  8 

0 

108  11  4 

470 

130  30 

108  28 

4 

53  3  2J 

970 

269  16 

224  19 

3 

109  13  6i 

480 

133  13 

111  4 

0 

54  55i 

980 

272  8 

226  30 

4 

110  16  3 

490 

136  4 

113  15 

3 

55  8  1 

990 

275  0 

229  6 

0 

113  0  4i 

500 

138  33 

115  26 

4 

56  10  3i 

iMiU. 

277  28 

231  17 

3 

113  3  Oi 
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1300  Beed  1880  Denu. ; 
1300  2035   <; 

58  INCHES  WIDE.       | 

1400  RMd  2195  Denti. 
1500  2355 

Pick* 
or 

QUANTITY   OF  CLOTH 
AT  THS  &ATBt  OW 

BS«OttBO. 

Picks 

or 
Shou 

of 
Weft. 

aUAHTITT  OF  CLOTH 
AT  TUM  HATBS  OF 

WKFT 
KB4U1BHD. 

; 

Shots 

of 
WeA. 

100  P 
porli 

cka 

icb. 

190  picks 
per  Inch. 

100  picks 
per  inch. 

120  picks 
per  Inch. 

50 
100 
300 
300 
400 

Yd*.  la. 

0     i 

0       1 
0       2 
0      3 
0      4 

Yds.  ID.  6ihs. 
0       0     2i 
0      0     5 
0       1     4 
0      3    3 
0      3    3 

No.8k.Thd. 
0    0  59 
0     1  38 
0    3  76 
0    4  34 
0    5  73 

5000 
5100 
5300 
5300 
5400 

Yds.  In. 
1     14 
1     15 
1     16 
1     17 
1     18 

Yds.  In.  6ths. 
1     5    4 
1     6    3 
1     7    3 
1    8    1 
1    9    0 

Bpj.No.Bk 
0  10    3j 
0  10    5^ 
0  10    6i 
0  11     H 
0  11     2j 

J 

500 
600 
700 
800 
900 

0 
0 
0 
0 
0 

5 
6 

7 
8 
9 

0 
0 
0 
0 
0 

4  1 

5  0 

5  5 

6  4 

7  3 

1    0  31 
1     1  69 
1    3  27 
1    4  65 
1    623 

5500 
5600 
5700 
5800 
5900 

1     19 
1    30 
1    21 
1     23 
1    23 

1    9 
1  10 
1  11 
1  12 
1  13 

5 

4 
3 
3 

1 

0  11     4i 
0  11     51 
0  12    Oi 
0  12     1| 
0  12    3 

1000 
1100 
1200 
1300 
1400 

0 
0 
0 
0 
0 

10 
11 
12 
13 
14 

0 
0 
0 
0 
0 

8  3 

9  1 
10    0 

10  5 

11  4 

3    0  61 
3    330 
3    3  58 

2  5  16 

3  6  54 

6000 
6100 
6200 
6300 
6400 

1    34 
1    35 
1    26 
1    27 
1    38 

1  14 
1  14 
1  15 
1  16 
1  17 

0 
5 
4 
3 
3 

0  12    4} 
0  12    6 
0  13    Oi 
0  13    2 
0  13    3i 

! 

I 
1 

1500 
1600 
1700 
1800 
1900 

0 
0 
0 
0 
0 

15 
16 
17 

18 
19 

0 
0 
0 
0 
0 

13    3 

13  3 

14  1 

15  0 
15    5 

3     1  13 

3    3  50 
3    4    9 

3  5  47 

4  0    5 

6500 
6600 
6700 
6800 
6900 

1    39 
1    30 
1    31 
1    33 
1    33 

1  18 
1  19 
1  19 
1  20 
1  21 

1 
0 
5 
4 
3 

0  13    5 
0  13    6i 
0  14    1 

0 14  n 

0  14    4 

' 

3000 
2100 
2200 
2300 
2400 

0 
0 
0 
0 
0 

30 
21 
32 
23 
24 

0 
0 
0 
0 
0 

16  4 

17  3 

18  3 

19  1 
30    0 

4    1  43 
4    3     1 

4    4  39 

4  5  78 

5  0  36 

7000 
7100 
7300 
7300 
7400 

1    34 
1    35 
3      0 
3      1 
3      3 

1  23 
1  23 
1  24 
1  24 
1  25 

3 

1 
0 
5 

4 

0  14    5^ 
0  14    7 
0  15    H 
0  15    2i 
0  15    4^ 

2500 
2600 
2700 
2800 
2900 

0 
0 
0 
0 
0 

35 

36 
37 

28 
29 

0 
0 
0 
0 
0 

30  5 

31  4 

32  3 
23    2 
34    1 

5     1  74 
5    3  33 
5    4  71 

5  6  28 

6  0  66 

7500 
7600 
7700 
7800 
7900 

2      3 

2  4 

3  5 
2      6 
2      7 

1  26 
1  27 
1  28 
1  29 
1  29 

3 
3 

1 
0 
5 

0  15    5J 
0  16    Oi 
0  16    11 
0  16    3\ 
0  16    41 

3000 
3100 
3200 
3300 
3400 

0 
0 
0 
0 
0 

30 
31 
32 
33 
34 

0 
0 
0 
0 
0 

35    0 
35    5 
26    4 

37  3 

38  3 

6    224 
6    333 
6    5  21 

6  6  59 

7  1  17 

8000 
8100 
8300 
8300 
8400 

2      8 
2      9 
2    10 

2  11 

3  13 

1  30 
1  31 
1  32 
1  33 
1  34 

4 
3 
3 
1 
0 

0  16    6 
0  17    Oi 
0  17    2 
0  17    3i 
0  17    5 

3500 
3600 
3700 
3800 
3900 

0 

35 
0 

1 
3 
3 

0 

0 
0 
0 
0 

39    1 
30    0 

30  5 

31  4 
33    3 

7    3  55 
7    4  13 

7  5  51 

8  0  10 
8    1  48 

8500 
8600 
8700 
8800 
8900 

2    13 
2    14 
2    15 

2  16 

3  17 

1  34 
1  35 
3    0 
3    1 
3    3 

5 

4 
3 
3 

1 

0  17    6i 

1  0    1 
1    0    2i 
1    0    4 
1    0    5i 

4000 
4100 
4200 
4300 
4400 

4 
5 
6 
7 
8 

0 
0 
0 
0 

1 

33  3 

34  1 

35  0 
35    5 

0    4 

8    3    6 
8    444 

8  6    3 

9  040 
9    1  79 

9000 
9100 
9300 
9300 
9400 

3    16 
3    19 
3    30 
3    31 
3    23 

3    3 
3    3 

2  4 

3  5 
3    6 

0 
5 

4 
3 
3 

1     1    0 
1     1    li 
1     1    3 
1     1    4i 
1     1    5J 

4500 
4600 
4700 
4800 
4900 

9 
10 
11 
12 
13 

1    3 
3    3 

3  1 

4  0 
4    5 

9    3  37 

9    4  75 

9    6  33 

10    0  71 

10    3  39 

9500 
9600 
9700 
9800 
9900 

3    33 
3    34 
3    35 

3    36 
3    37 

3    7 

2  8 

3  8 
3    9 
3  10 

1 
0 
5 
4 
3 

1    2    01 
1    2    11 
1    2    3\ 
1     2    4} 
1    2    6i 
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1600  Reed  2505  Dente. 
1700  2665  

i 

58  mCHKS  WIDE.  jC"^^5*^!" 

Pick* 

Pick* 

aOAXTITT  OF  OLOTH 

or 

AT  THl 

I   BATBS  OV 

or 

Shot* 

•f 

AT  Tn  BATBS  OW 

Shoca 
of 

100  pick* 
per  inch. 

120  pick* 

MO  pick* 
per  inch. 

190  pick* 
per  inch. 

KB^UZBBD. 

Weft. 

per  inch 

• 

Weft. 

Thsda. 

Tde.  In. 

Tds.  liL  Ottas. 

8py.No.Bk. 

Thatf*. 

Yd*.  In. 

Y4*.  In. 

m*. 

Spy  No.  8k 

10 

2  28 

2  11 

2 

1  3  0} 

510 

141  24 

118  2 

0 

59  13  7 

20 

5  20 

422 

4 

2  6  U 

520 

144  16 

120  13 

2 

60  17  04 

30 

8  12 

6  34 

0 

3  9  2 

530 

147  8 

122  24 

4 

62  2  14 

40 

11  4 

9  9 

2 

4  12  2} 

540 

150  0 

125  0 

0 

63  5  2 

50 

13  32 

11  20 

4 

5  15  3i 

550 

152  28 

127  a 

2 

64  8  24 

60 

16  24 

13  32 

0 

7  04 

560 

155  20 

129  22 

4 

65  11  34 

70 

19  16 

16  7 

2 

8  3  4i 

570 

158  12 

131  34 

0 

66  14  4 

80 

22  8 

18  18 

4 

9  6  5^ 

580 

161  4 

134  9 

2 

67  17  44 

90 

25  0 

20  30 

0 

10  9  64 

590 

163  32  136  20 

4 

69  2  54 

100 

27  28 

23  5 

2 

11  13  0 

600 

166  24 

138  32 

0 

70  5  6 

110 

30  20 

25  16 

4 

12  16  04 

610 

169  16 

141  7 

2 

71  8  64 

120 

33  12 

27  28 

0 

14  1  14 

620 

172  8 

143  18 

4 

72  12  04 

130 

36  4 

30  3 

2 

15  4  2 

630 

175  0 

145  30 

0 

73  15  1 

140 

38  32 

32  14 

4 

16  7  24 

640 

177  28 

148  5 

2 

75  0  14 

150 

41  24 

34  26 

0 

17  10  34 

650 

180  20 

150  16 

4 

76  3  24 

160 

44  16 

37  1 

2 

18  13  4 

660 

183  12 

152  28 

0 

77  6  34 

170 

47  8 

39  12 

4 

19  16  44 

670 

186  4 

155  3 

2 

78  9  4 

180 

50  0 

41  24 

0 

21  1  54 

680 

188  32 

157  14 

4 

79  12  44 

190 

52  28 

43  35 

2 

22  4  6 

690 

191  24 

159  26 

0 

80  15  54 

200 

55  20 

46  10 

4 

23  7  64 

700 

194  16 

162  1 

2 

82  0  6 

210 

58  12 

48  22 

0 

24  11  0| 

710 

197  8 

164  12 

4 

83  3  64 

220 

61  4 

50  33 

2 

25  14  1 

720 

200  0 

166  24 

0 

84  7  04 

230 

63  32 

53  8 

4 

26  17  14 

730 

202  28 

168  35 

2 

85  10  1 

240 

66  24 

55  20 

0 

28  2  24 

740 

205  20 

171  10 

4 

86  13  14 

250 

69  16 

57  31 

2 

29  S3 

750 

208  12 

173  22 

0 

87  16  24 

260 

72  8 

60  6 

4 

30  8  34 

760 

211  4 

175  33 

2 

89  1  3 

270 

75  0 

62  18 

0 

31  11  44 

32  14  54 

770 

213  32 

178  8 

4 

90  434 

280 

77  28 

64  29 

2 

780 

216  24 

180  20 

0 

?i    ^^* 

290 

80  20 

67  4 

4 

33  17  6 

790 

219  16 

182  31 

2 

92  10  5 

300 

83  12 

69  16 

0 

35  2  64 

800 

222  8 

165  6 

4 

93  13  54 

310 

86  4 

71  27 

2 

36  6  04 

810 

225  0 

187  18 

0 

94  16  64 

320 

88  32 

74  2 

4 

37  9  1 

820 

227  28 

189  29 

2 

96  204 

330 

91  24 

76  14 

0 

38  12  14 

830 

230  20 

192  4 

4 

97  5  1 

340 

94  16 

78  25 

2 

39  15  24 

840 

233  12 

194  16 

0 

98  8  14 

350 

97  8 

81  0 

4 

41  0  3 

850 

236  4 

196  27 

2 

99  11  2^ 

360 

100  0 

83  12 

0 

42  3  34 

860 

238  32 

199  2 

4 

100  14  3 

370 

102  28 

85  23 

2 

43  644 

870 

241  24 

201  14 

0 

101  17  3i 

380 

105  20 

87  34 

4 

44  9  5 

880 

244  16 

203  25 

2 

103  2  44 

390 

108  12 

90  10 

0 

45  12  54 

890 

247  8 

206  0 

4 

104  5  5 

400 
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106  1  0 

330 

91  24 

76  14 

0 

42  12  1} 

830 

230  20 

192  4  4 

107  6  2 

340 

94  16 

78  25 

2 

43  17  3i 

840 

233  12 

194  16  0 

108  11  4 

350 

97  8 

81  0 

4 

45  4  5} 

850 

236  4 

196  27  2 

109  16  5| 

360 

100  0 

83  12 

0 

46  10  0} 

860 

238  32 

199  2  4 

111  4  0} 

370 

102  28 

85  23 

2 

47  15  2} 

870 

241  24 

201  14  0 

112  9  2| 

380 

105  20 

87  34 

4 

49  2  4| 

.880 

244  16 

203  25  2 

113  14  4) 

390 

108  12 

90  10 

0 

50  7  6i 

890 

247  8 

206  0  4 

115  1  6| 

400 

111  4 

92  21 

2 

51  13  H 

900 

250  0 

208  12  0 

116  7  1} 

410 

113  32 

94  32 

4 

53  0  3^ 

910 

252  28 

210  23  2 

117  12  31 

420 

116  24 

97  8 

0 

54  5  5^ 

920 

255  20 

212  34  4 

118  17  51 

430 

119  16 

99  19 

2 

55  11  Oi 

930 

258  12 

215  10  0 

120  5  01 

440 

122  8 

101  30 

4 

56  16  2i 

940 

261  4 

217  21  2 

121  10  21 

450 

125  0 

104  6 

0 

58  3  4i 

950 

263  32 

219  32  4 

122  15  41 

460 

127  28 

106  17 

2 

59  8  6i 

960 

266  24 

222  8  0 

124  2  61 

470 

130  20 

108  28 

4 

60  14  U 

970 

269  16 

224  19  2 

125  8  11 

480 

133  12 

111  4 

0 

62  1  3i 

980 

272  8 

226  30  4 

126  13  5i 

490 

136  4 

113  15 

2 

63  6  5i 

990 

275  0 

229  6  0 

128  0  51 

500 

138  32 

115  26 

4 

64  12  b 

iMai. 

277  28 

231  17  2 

129  6  01 
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1900  Reed  2140  Dents. 
1300  2318   

;      66  INCHES  WIDB. 

1400  Reed  9500  I>eBta. 
1500  2689 

Piclw 
or 

^UAHTITT  OF  CLOTV 
AT  THB  EATIIS  OF 

WBFT 

WMWJtmma. 

PfcU 

or 
Skou 

of 
Welt. 

«UAirTITT  OF  CLOm 
AT  THB  RATCe  OF 



WBFT 
BB^VIBBD. 

of 
Weft. 

100  D 

pert 

ickt 

BCh. 

190  plcka 
per  Inch. 

lOOptcke 
per  lock. 

190  picks 
per  Inch. 

50 
100 
200 
300 
400 

Yd.,  la. 

0     i 
0      1 
0      2 
0      3 
0      4 

Yda.  m.  6ikt. 
0      0    2^ 
0      0    5 
0      1     4 
0      2    3 
0      3    2 

No.  8k.Thd. 
0    0  67 
0     1  54 
0    3  29 
0    5    1 
0    658 

5000 
5100 
5200 
5300 
5400 

Tdl.  IB. 

1     14 
1     15 
1     16 
1     17 

1     18 

Tde.  iB.  6che. 
15    4 
1     6    3 
1     7    9 
1    8    1 
19    0 

0  19    1| 
0  Id    3^ 
0  19    5 
0  19    6| 

500 
600 
700 
800 
900 

0 
0 
0 
0 
0 

5 

6 
7 
8 
9 

0 
0 
0 
0 
0 

4 
5 
5 
6 
7 

1 
0 
5 

1     1  32 
1    3    7 
1    4  61 
1     6  36 
9    1  10 

5500 
5600 
5700 
5800 
5900 

1     19 
1    90 
1    91 
1    99 
1    93 

1    9 
1  10 
1  11 
1  19 
1  13 

0  13    H 
0  13    3 
0  13    4| 
0  13    6i 
0  14    U 

1000 
1100 
1200 
1300 
1400 

0 
0 
0 
0 
0 

10 
11 
12 
13 
14 

0 
0 
0 
0 
0 

8 

9 

10 

10 

11 

9    9  64 
9    439 
9    6  13 
3    0  68 
3    949 

6000 
6100 
6200 
6300 
6400 

1    94 
1    95 

1    96 

1    97 
1    98 

1  14 
1  14 
1  15 
1  16 
1  17 

0  14    2} 
0  14    4^ 
0  14    6i 
0  15    1 
0  15    2i 

1500 
1600 
1700 
1800 
1900 

0 
0 
0 
0 
0 

15 
16 
17 
18 
19 

0 
0 
0 
0 
0 

12 
13 
14 
15 
15 

3    4  17 

3  5  71 

4  0  45 

4    990 
4    3  74 

6500 
6600 
6700 
6800 
6900 

1    99 
1    30 
1    31 
1    39 
1    33 

1  18 
1  19 
1  19 
1  90 
1  91 

0  15    4i 
0  15    6 
0  16    Oi 
0  16    2i 
0  16    4 

2000 
2100 
2200 
2300 
2400 

0 
0 
0 
0 
0 

20 
21 
22 
23 
24 

0 
0 
0 
0 
0 

16 
17 

18 
19 
20 

4  549 

5  093 
5    1  78 
5    3  52 
5    5  27 

7000 
7100 
7200 
7300 
7400 

1    34 

1  95 

2  0 
2      1 
2      2 

1  99 
1  93 
1  94 
1  94 
1  95 

0  16    Si  : 
0  17    Oi 
0  17    2 
0  17    3i 
0  17    5i 

2500 
2600 
2700 
2800 
2900 

0 
0 
0 
0 
0 

25 

26 
27 

28 
29 

0 
0 
0 
0 
0 

90 
21 
22 
93 
94 

6    0    1 
6    1  50 
6    3  30 
6    5    4 
6    6  59 

7500 
7600 
7700 
7800 
7900 

3      3 
2      4 
2      5 
2      6 
2      7 

1  96 
1  97 
1  28 
1  29 
1  29 

1     0    0 
1    0    U 
1    0   H 
1     0    5 
1     0    6i 

3000 
3100 
3200 
3300 
3400 

0 
0 
0 
0 
0 

30 
31 
32 
33 

0 
0 
0 
0 
0 

95 

25 

96 
97 

98 

7    133 

7    3    8 
7    3  78 

7  6  36 

8  0  51 

8000 
8100 
8200 
8300 
8400 

2      8 
2      9 
2    10 
2    11 
9    12 

1  30 
1  31 
1  32 
1  33 
1  34 

1     1    Oi 
I     1    3 
1     1    4J 

1    1    H 

1     9    U 

3500 
3600 
'    3700 
3800 
3900 

35 
0 
1 
2 
3 

0 
0 
0 
0 
0 

99 
SO 
30 
31 
39 

8    9  66 
8    440 

8  6  14 

9  0  69 
9    943 

8500 
8600 
8700 
8800 
8900 

2    13 
2    14 
2    15 
2    16 
2    17 

1  34 
1  35 
9    0 
9    1 
9    9 

1    9    2i 

lis 

1    3    1 
1    3    21 

4000 
4100 
4200 
4300 
4400 

4 
5 
6 
7 
8 

0 
0 
0 
0 

1 

33 
34 
35 
35 

0 

9    4  18 

9    5  72 

10    0  46 

10    3  21 

10    4  75 

9000 
9100 
9200 
9300 
9400 

2    18 
2    19 
2    20 
2    21 
2    92 

9    3 
9    3 
9    4 
9    5 
9    6 

1    3    4i 
I    3    6 
1    4    01 
1    4    2i 
1    4    4 

4500 
4600 
4700 
4800 
4900 

9 
10 
11 
12 
13 

1 
2 
3 

4 
4 

10  6  49 
a    0  25 

11  1  79 
U    3  53 

11    5  98 

9500 
9600 
9700 
9800 
9900 

2    93 

9    94 
9    95 
9    96 
9    97 

9    7 
9    8 
9    8 
9    9 
9  10 

1    5    H 
I    5    2 
1     5    3) 
1    5    H 
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1600  Beed  2858  Dents.  ( 
1700  3034  

66  INCHB8  WIDE.   j 

1800  Seed  3214  Dents. 
2000  3566 

Picks 

or 
Sbou 

of 
Weft. 

ftUAXTITT  OF  GLOTB 
AT  TBB  BATBS  OV 

WMWJIEMD. 

Picks 

or 
Shots 

of 
Weft. 

VJAMTlIt   OF  CLOTH 
AT  TU  BATBS  •F 

WSFT 
MMVOIMMD. 

100  picks 
per  lack. 

120  picks 
per  inck. 

100  picks 
perlBck. 

120  picks 
per  Inch. 

ThMdU. 

10 
90 
30 
40 
50 

Yds.  In. 

2  28 

520 

8  12 

11  4 

13  32 

Yds.  In.  6tks. 
2  11  2 
422  4 
634  0 
9  9  2 
11  20  4 

Bpy.No.Bk. 

1  6  0 

2  12  0 

4  00 

5  6  Oi 

6  12  Oi 

Thsds. 
510 
520 
530 
540 
550 

Yds.  In. 
141  24 
144  16 
147  8 
150  0 
152  98 

Yds.  In.  ftths. 
118  2  0 
120  13  2 
129  24  4 
125  0  0 
127  11  2 

Spy.  No.  Sk. 

68  0  2} 

69  6  2} 

70  12  3 

72  0  3 

73  6  3 

60 
70 
80 
90 
100 

16  24 
19  16 
22  8 
25  0 
27  28 

13  32  0 
16  7  2 
18  18  4 
20  30  0 
28  5  2 

8  OOi 

9  6  Oi 
10  12  Oi 

12  0  0^ 

13  6  0^ 

560 
570 
580 
590 
600 

155  90 
158  12 
161  4 
163  32 
166  94 

129  22  4 
131  34  0 
134  9  2 
136  20  4 
138  32  0 

74  12  3 

76  0  3} 

77  6  3} 

78  12  3} 
80  0  3} 

110 
120 
130 
140 
150 

30  20 
33  12 
36  4 
38  32 
41  24 

25  16  4 
27  28  0 
30  3  2 
32  14  4 
34  26  0 

14  12  Oi 

16  0  0| 

17  6  0) 

18  12  0} 
20  OOi 

610 
620 
630 
640 
650 

169  16 
172  8 
175  0 
177  28 
180  90 

141  7  2 
143  18  4 
145  30  0 
148  5  2 
150  16  4 

81  6  3} 

82  12  31 

84  0  31 

85  6  31 

86  12  31 

160 
170 
180 
190 
200 

44  16 
47  8 
50  0 
52  28 
55  20 

37  1  9 

39  12  4 
41  24  0 
43  35  2 
46  10  4 

21  6  1 

22  12  1 

24  0  1 

25  6  1 

26  12  1 

660 
670 
680 
690 
700 

183  12 
186  4 
188  32 
191  24 
194  16 

152  28  0 
155  3  2 
157  14  4 
159  26  0 
162  1  9 

88  0  31 

89  6  3} 

90  12  3} 

92  0  3} 

93  6  3} 

210 
220 
230 
240 
!   250 

58  12 
61  4 
63  32 
66  24 
69  16 

4822  0 
50  33  2 
53  8  4 
55  20  0 
57  31  2 

28  0  H 

29  6  U 

30  12  U 

32  0  H 

33  6  H 

7io; 

720 
730 
740 
750 

197  8 
200  0 
202  28 
205  20 
208  Ifi 

164  12  4 
166  24  0 
168  35  2 
171  10  4 
173  22  0 

94  12  4 

96  0  4 

97  6  4 

98  12  4 
100  0  4} 

260 
270 
280 
290 
300 

72  8 
75  0 
77  28 
80  20 
83  12 

60  6  4 
62  18  0 
6429  2 
67  4  4 
69  16  0 

34  12  H 

36  0  li 

37  6  H 

38  12  U 
40  0  1| 

760 
770 
780 
790 
800 

211  4 
213  32 
216  24 
219  16 
222  8 

175  33  2 

178  8  4 
180  20  0 
182  31  2 
185  6  4 

101  6  4} 

102  12  4} 

104  0  4} 

105  6  4} 

106  12  41 

310 
320 
330 
340 
350 

86  4 
88  32 
91  24 
94  16 
97  8 

71  27  2 
74  2  4 
76  14  0 
78  25  9 
81  0  4 

41  6  li 

42  12  1| 

44  0  1} 

45  6  2 

46  12  2 

810 
820 
830 
840 
850 

225  0 
227  28 
230  20 
233  12 
236  4 

187  18  0 
189  29  2 
192  4  4 
194  16  0 
196  27  2 

108  0  41 

109  6  41 

110  12  4} 

112  0  4} 

113  6  4} 

360 
370 
380 
390 
400 

100  0 
102  28 
105  20 
108  12 
111  4 

83  12  0 
85  23  2 
87  34  4 
90  10  0 
92  21  2 

48  02 

49  6  2 

50  12  2 
59  0  2i 
53  62i 

860 
870 
880 
890 
900 

938  32 

241  24 
^  16 
247  8 
250  0 

199  2  4 
201  14  0 
903  25  2 
206  0  4 
208  12  0 

114  12  4} 

116  0  4} 

117  6  5 

118  12  5 
120  0  5 

410 
420 
430 
440 
450 

113  32 
116  24 
119  16 
122  8 
125  0 

94  32  4 

97  8  0 

99  19  2 

101  30  4 

104  6  0 

54  12  24 

56  0  2i 

57  6  2i 

58  12  2i 
60  0  2i 

910 
920 
930 
940 
950 

959  28 

255  90 
258  19 
261  4 
263  32 

210  23  2 
212  34  4 
215  10  0 
217  21  2 
219  32  4 

121  6  5 

122  12  5 

124  0  5} 

125  6  5} 

126  12  5} 

460 
470 
480 
490 
500 

127  28 
130  20 
133  12 
136  4 
138  32 

106  17  9 
108  28  4 
111  4  0 
lis  15  9 
115  26  4 

61  .6  2i 

62  12  21 

64  0  2} 

65  6  2} 

66  12  2} 

960 
970 
980 
990 
IMUI. 

966  94 

969  16 
979  8 
975  0 

277  28 

299  8  0 
224  19  2 
226  30  4 
229  6  0 
231  17  9 

128  0  5} 

129  6  5} 

130  12  51 

132  0  51 

133  6  51 

6 

9 
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IdOO  Read  3305  Dante.  { 
1300  3390   J 

68  INCHES  WIDE.       \ 

1400  Reed  9575  Dbml  i 

1500  9765 1 

PicU 

or 
Bhota 

of 
Wett. 

aUAMTITT  or  OLOTB 
AT  THS  BATBS  OV 

wmn 
BB^nau. 

Picks 

or 
Shots 

of 
Waft. 

QOAMTKTT  OF  CLOTH 
AT  TU  RATBS  0¥ 

SB^atBSD 

KW  picks 
por  inch. 

lad  picks 

por  tDeh. 

JSfiS! 

12D  picks 
pertBch. 

50 
100 
300 
300 
400 

Yds.  li. 

0      1 
0      3 
0      3 
0      4 

YiJs.lii.6tlM. 
0      0     Si 
0      0     5 
0       1    4 
0      3    3 
0      3    3 

No.8k.Tbd. 
0    0  69 
0     1  58 
0    3  37 
0    5  14 
0    6  74 

5000 
5100 
5300 
5300 
5400 

Yds.  la. 
1     14 
1     15 
1     16 
1     17 
1     18 

Yds.  fa.  ( 
1     5 
1     6 
1     7 
1     8 
1    9 

ItlM. 

4 
3 
9 

1 
0 

8By.No.aiJ 
0  13    ^ 
0  13    Ai 
0  13    6  ^ 
0  13    Of 
0  13    2^^ 

500 
600 
700 
800 
900 

0 
0 
0 
0 
0 

5 

6 
7 
8 
9 

0 

0 
0 
0 
0 

4  1 

5  0 

5  5 

6  4 

7  3 

1 
1 
1 
1 
9 

1  53 
3  31 

5  10 

6  68 
1  47 

5500 
5600 
5700 
5800 
5900 

1     19 
1    90 
1    91 
1    99 
1    93 

1     9 
1  10 
1  11 
1  13 
1  13 

5 

4 
3 
9 

1 

0  13    4i^ 
0  13    6   1 
0  14    0} 
0  14    Si 
0  14    ii 

1000 
1100 
1300 
1300 
1400 

0 
0 
0 
0 
0 

10 
11 
13 
13 
14 

0 
0 
0 
0 
0 

8  3 

9  1 
10    0 
10    5 
U    4 

9 
9 
9 
3 
3 

3  95 

5  4 

6  63 
1  41 
3  19 

6000 
6100 
6300 
6300 
6400 

1    94 

1    95 
1    96 
1    97 

1    98 

1  14 
1  14 
1  15 
1  16 
1  17 

0 
5 
4 
3 
9 

0  14    6   > 
0  15    01 
0  15    3il 
0  15    4   i 

0  15    511 

1500 
1600 
1700 
1800 
1900 

0 
0 
0 
0 
0 

15 
16 
17 
18 
19 

0 
0 
0 
0 
0 

19    3 

13  3 

14  1 

15  0 
15    5 

3 
3 

4 
4 
4 

4  78 
6  56 
1  35 

3  13 

4  73 

6500 
6600 
6700 
6800 
6900 

1    99 
1    30 
1    31 
1    39 
1    33 

I  18 
1  19 
1  19 
130 
1  91 

1 
0 
5 
4 
3 

0  16    Oi 
0  16    Hi 
0  16    4 
0  16    5| 

0  17    Oil 

3000 
3100 
3300 
3300 
3400 

0 
0 
0 
0 
0 

30 
31 
33 
33 
34 

0 
0 
0 
0 
0 

16  4 

17  3 

18  3 

19  1 
30    0 

4 

5 

5, 

5 

5 

650 

1  39 

.3    7 

4  66 

641 

7000 
7100 
7300 
7300 
7400 

1    34 
1    35 
9      0 
9      1 
3      9 

1  99 
1  93 
1  94 
1  94 
195 

9 
1 
0 
5 

4 

0  17    Si 
0  17    4 

0  17    5|| 

1  0    Oi 

1     0    2i| 

3500 
3600 
3700 
3800 
3900 

0 
0 
0 
0 
0 

35 

36 
37 

38 
39 

0 
0 
0 
0 
0 

90    5 
31    4 

93  3 
33    9 

94  1 

6 
6 
6 
6 

7 

1  93 

3  1 

4  60 

6  38 
1  13 

7500 
7600 
7700 
7800 
7900 

3      3 
9      4 

a     5 
9      6 
3      7 

1  96 
1  97 

1  98 
1  99 
1  99 

3 
9 

1 
0 
5 

1    0    3| 
1     0    Si 
1     1    Oi 
1     1    2 
1     1    3} 

! 

3000 
3100 
3300 
3300 
3400 

0 
0 
0 
0 
0 

30 
31 
33 
33 
34 

0 
0 
0 
0 
0 

95    0 

35  5 

36  4 

37  3 

38  3 

7 

7 
7 
8 
8 

9  76 
454 
5  49 
0  11 
9  30 

8000 
8100 
8300 
8300 
'8400 

9      8 
3      9 
3    10 
3    11 
3    13 

1  30 
1  31 
1  39 
1  33 
1  34 

4 
3 
9 

1 
0 

1     1    5i 
12    0 
19    3 
19    3^ 
1     9    5^ 

1 

ii 

3500 
3600 
3700 
3800 
3900 

0 

35 

0 
1 
3 
3 

0 
0 
0 
0 
0 

39    1 
30    0 

30  5 

31  4 
33    3 

8 
8 
9 
9 
9 

448 
6  97 
1    5 
9  64 
449 

8500 
8600 
8700 
8800 
8900 

3    13 
3    14 
3    15 
3    16 
3    17 

1  34 
1  35 
9    0 
9    1 
9    9 

5 

4 
3 
9 

1 

ll 
1     3    Oi- 

13  2 

1     3    Z\\. 
1     3    5i 

14  0' 

4000 
4100 
4300 
4300 
4400 

4 
5 

6 

7 
8 

0 
0 
0 
0 

1 

33  3 

34  1 

35  0 
35    5 

0    4 

9 

10 
10 
10 

11 

6  91 

0  79 
9  58 
4  36 

1  34 

9000 
9100 
9300 
9300 
9400 

3    18 
3    19 
9    30 
3    31 
3    93 

9    3 
9    3 
3    4 
9    5 
9    6 

0 
5 

4 
3 
9 

1     4    2  , 
1     4    3ii 
1     4    5i 
15    2, 
1     5    If 

4500 
4600 
4700 
4800 
4900 

9 
10 
11 
13 
13 

1    3 
3    3 

3  1 

4  0 
4    5 

11 
11 
11 
11 
19 

3  17 
9  53 

4  30 
6    8 
0  67 

9500 
9600 
9700 
9800 
9900 

3    33 
3    34 
9    95 
9    96 
9    97 

9    7 
9    8 

2  8 

3  9 
9  10 

1 
0 
5 

4 
3 

1     5    3i 

1     5    Ci 
1     6    0 
1     6    1) 
I     6    3ij 

Digitized  by  VjOOQIC 


547 


1600  Reed  2940  Dents.  )      «,  iwphfs  wini?   J  ^^^  *^*^  ^^®  ^®'***- 
1700  3125  \      ^  INCHES  WIDE.   ^  g^  35^5 

Picks 

ftUAMTITT  OF  CLOTH 

Picks 

QUANTITY  OF  CLOTH 

or 
Shou 

or 

AT  THB  EATB8  OV 

WBFT 

or 

Shots 

of 

AT  THB  RATBS  OF 

WBFT 

100  pick* 
per  inch. 

lao  picks 

RB4UIRBD. 

100  picks 
per  Inch. 

120  picks 
par  inch. 

BS4DIRBD. 

Wen. 

per  inch. 

Weft. 

Ttasd*. 

Yds.  fai. 

Yds.  In.  6ths. 

8py.  No.  Sk. 

Thsda. 

Yds.  In. 

Yds.  In.  ems. 

^?n?i 

10 

2  28 

2  11  2 

16  5 

510 

141  24 

118  2  0 

20 

5  20 

422  4 

2  13  0 

520 

144  16 

120  13  2 

71  8  li 

30 

8  12 

6  34  0 

4  2  1^ 

530 

147  8 

122  24  4 

72  14  6J 

40 

11  4 

9  9  2 

5  8  6i 

540 

150  0 

125  0  0 

74  3  5 

50 

13  32 

11  20  4 

6  15  4| 

550 

152  28 

127  11  2 

75  10  3 

60 

16  24 

13  32  0 

8  43 

560 

155  20 

129  22  4 

76  17  U 

70 

19  16 

16  7  2 

9  11  1 

570 

158  12 

131  34  0 

78  5  6i 

80 

22  8 

18  18  4 

10  17  6i 

580 

161  4 

134  9  2 

79  12  4i 

90 

25  0 

20  30  0 

12  6  4i 

590 

163  32 

136  20  4 

81  1  2| 

100 

27  98 

23  5  2 

13  13  2^ 

600 

166  24 

138  32  0 

82  8  1 

110 

30  20 

25  16  4 

15  2  Oi 

610 

169  16 

141  7  2 

83  14  6 

120 

33  12 

27  28  0 

16  8  5| 

620 

172  8 

143  18  4 

85  3  4i 

130 

36  4 

30  3  2 

17  14  4 

630 

175  0 

145  30  0 

86  10  2i 

140 

38  32 

32  14  4 

19  4  2 

640 

177  28 

148  5  2 

87  17  Oi 

150 

41  24 

34  26  0 

20  11  Oi 

650 

180  20 

150  16  4 

89  5  5i 

160 

44  16 

37  1  2 

21  17  5i 

660 

183  12 

152  28  0 

90  12  3} 

170 

47  8 

39  12  4 

23  6  3^ 

670 

186  4 

155  3  2 

92  1  2 

180 

50  0 

41  24  0 

24  13  1} 

680 

188  32 

157  14  4 

93  8  0 

190 

52  28 

43  35  2 

26  1  6| 

690 

191  24 

159  26  0 

94  14  5i 

200 

55  20 

46  10  4 

27  8  5 

700 

194  16 

162  1  2 

96  3  3i 

210 

58  12 

48  22  0 

28  15  3 

710 

197  8 

164  12  4 

97  10  li 

220 

61  4 

50  33  2 

30  4  li 

720 

200  0 

166  24  0 

98  16  6} 

230 

63  32 

53  8  4 

31  10  6i 

730 

202  28 

168  35  2 

100  5  4| 

240 

66  24 

55  20  0 

32  17  4i 

740 

205  20 

171  10  4 

101  12  3 

250 

69  16 

57  31  2 

34  6  2| 

750 

208  12 

173  22  0 

103  1  1 

260 

72  8 

60  6  4 

35  13  0| 

760 

211  4 

175  33  2 

104  7  6i 

270 

75  0 

62  18  0 

37  1  6 

770 

213  32 

178  8  4 

105  14  4i 

280 

77  28 

6429  2 

38  8  4 

780 

216  24 

180  20  0 

107  3  2i 

290 

80  20 

67  4  4 

39  15  2i 

790 

219  16 

182  31  2 

108  10  0} 

300 

83  12 

69  16  0 

41  4  Oi 

800 

222  8 

185  6  4 

109  16  5} 

310 

86  4 

71  27  2 

42  10  5i 

810 

225  0 

187  18  0 

111  5  4 

320 

88  32 

74  2  4 

43  17  3J 

820 

227  28 

189  29  2 

112  12  2 

330 

91  24 

76  14  0 

45  6  1} 

830 

230  20 

192  4  4 

114  1  Oi 

340 

94  16 

78  25  2 

46  13  0 

840 

233  12 

194  16  0 

115  7  51 

350 

97  8 

81  0  4 

48  1  5i 

850 

236  4 

196  27  2 

116  14  31 

360 

100  0 

83  12  0 

49  8  3i 

860 

238  32 

199  2  4 

118  3  li 

370 

102  28 

85  23  2 

50  15  H 

870 

241  24 

201  14  0 

119  9  6| 

380 

105  20 

87  34  4 

52  3  6i 

880 

244  16 

203  25  2 

120  16  5 

390 

108  12 

90  10  0 

53  10  4| 

890 

247  8 

206  0  4 

122  5  31 

400 

111  4 

92  21  2 

54  17  3 

900 

250  0 

208  12  0 

123  12  U 

410 

113  32 

94  32  4 

56  6  1 

910 

252  28 

210  23  2 

125  0  61 

420 

116  24 

97  8  0 

57  12  6^ 

920 

255  20 

212  34  4 

126  7  41 

430 

119  16 

99  19  2 

59  1  4i 

930 

258  12 

215  10  0 

127  14  2| 

440 

122  8 

101  30  4 

60  8  2i 

940 

261  4 

217  21  2 

128  3  1 

450 

125  0 

104  6  0 

61  15  0} 

950 

2&3  32 

219  32  4 

130  9  6 

460 

127  28 

106  17  2 

63  3  5} 

960 

266  24 

222  8  0 

131  16  41 

470 

130  20 

108  28  4 

64  10  4 

970 

269  16 

224  19  2  ;i33  5  ^ 

480 

133  12 

111  4  0 

65  17  2 

980 

272  8 

226  30  4  |134  12  0^ 

490 
500 

136  4 

113  15  2 

67  6  Oi 

990 

275  0 

229  6  0  !l36  0  5} 

138  32 

115  26  4 

68  12  51 

IMIU. 

277  28 

231  17  2  1137  7  3} 
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1200  Reed  2370  Denta.  > 
1300  2460   

70  INCHES  WIDE. 

i 

1400  Seed  2650  Dents,    ij 
1500  2845 I 

Piolv 

or 
Bhou 

of 
Woft. 

QDAHTITY  OF  OLOTH 
AT  TBI  RATB8  OT 

WBVT 

mmwJutMD. 

PJck. 

or 
Bhou 

o€ 
Weft. 

<10 

A 

100 1 
porl 

AWTITT  OF  CLOTH 
T  THD  KATHS  9W 

I 

WBFT 
BSftDIEBD. 

100  picks 
par  Inch. 

pwliick. 

»ich* 
nch. 

120picka 
per  inch. 

!        50 
100 
200 
300 
400 

Yda.  In. 

0     h 
0      1 
0      2 
0      3 
0      4 

T4a.  Id.  Mm. 
0      0    2i 
0      0    5 
0      1    4 
0      3    3 
0      3    2 

No.Bk.Thil. 
0     0  73 
0     1  63 

0  3  45 
a    5  25 

1  0  37 

5000 
5100 
5200 
5300 
5400 

Tdt.  In. 
1     14 
1     1& 
1     16 
1     17 
1     18 

l'    5    4 
1    6    3 
17    2 
1    8    1 
1    9    0 

Bny.No.Bk.  1 
0  12    5 
0  13     0 
0  13     1| 
0  13    3i 
0  13    5i 

500 
600 
700 
800 
900 

0 
0 
0 
0 
0 

5 
6 

7 
8 
9 

0 
0 
0 
0 
0 

4  1 

5  0 

5  5 

6  4 

7  3 

1 

1 
1 
3 
3 

3  13 
3  56 
5  38 
0  31 
3  13 

5500 
5600 
5700 
5800 
590O 

19 
30 
31 
33 
23 

1    9 
1  10 
1  11 
1  12 
1  13 

5 

4 
3 
2 

1 

0  14    0 
0  14    1| 
0  14    3^ 
0  14    5i 
0  15    Oi 

1000 
1100 
1200 
1300 
:  1400 

0 
0 
0 
0 
0 

10 
11 
12 
13 
14 

a 
a 

0 
0 
0 

'8    2 

9    1 

M    0 

10  5 

11  4 

3 
3 
3 
3 

3  66 
548 
0  31 
3  14 
a  76 

6000 
6100 
6200 
6300 
6400 

34 
35 
36 
37 

38 

1  14 
1  14 
1  15 
1  16 
1  17 

0 
5 

4 
3 
2 

0  15    2 
0  15    af 

0  15    5i 
0  16    Oi 
0  16    2 

1500 
1600 
1700 
1800 
.  1900 

0 
0 
0 
0 
0 

15 
16 
17 
18 
19 

0 
0 
0 
0 
0 

12  3 

13  2 

14  1 

15  0 
15    5 

3 

4 
4 

4 
4 

5  50 
0  41 
334 

4  7 

5  69 

'6500 
6600 
6700 
6800 

:  6900 

1 
J 

39 
30 
31 
33 
33 

1  18 
1  19 
1  19 
1  20 
121 

1 
0 
5 
4 
3 

0  16    3^ 
0  16    5i 
0  17    0^ 
0  17    2i 
0  17    4 

2000 
2100 
2200 
2300 
2400 

0 
0 
0 
0 
0 

20 
21 
22 
23 
24 

0 
0 
0 
0 
0 

16  4 

17  3 

18  2 

19  1 
30    0 

5 
5 
5 
5 

6 

0  53 

3  34 

4  17 
6    0 
0  63 

7000 
7100 
7200 
7300 
7400 

1 
1 
2 
2 

34 

35 

0 

1 

3 

122 
1  23 
1  34 
1  24 
1  25 

2 

1 
0 
5 
4 

0  17    5i 

1  0    0^ 
1    0    2i 
1    0    4 
1     0    6 

2500 
2600 
2700 
2800 
2900 

0 
0 
0 
0 
0 

25 

26 
27 

28 
29 

0 
0 
0 
0 
0 

30  5 

31  4 
33    3 

33  3 

34  1 

6 

6 
6 

7 

7 

345 
4  37 
6  10 
0  73 
3  47 

7500 
7600 
7700 
7800 
7900 

2 
2 
2 
2 
3 

3 

4 
5 
6 
7 

1  36 
1  37 
1  38 
1  29 
1  29 

3 
2 

1 
0 
5 

1     1    Oi 
1     1    Si 

1    1    4 

1     1    6 
1    2    0| 

3000 
3100 
3200 
3300 
3400 

0 
0 
0 
0 
0 

30 
31 
32 
33 
34 

0 
0 
0 
0 
0 

35    0 

25  5 

26  4 

27  3 

28  2 

7 
7 
8 
8 
8 

4  38 

6  30 
0  14 

3  66 

4  60 

8000 
8100 
8200 
8300 
8400 

3 

3 
3 
3 
2 

8 
9 

10 
11 
13 

1  30 
1  31 
1  39 
I  39 
1  34 

4 
3 
3 

1 
0 

1    2    2i 
1    2    4i 
1    2    6 
1    3     1    i 
1    3    2ll 

3500 

3600 

:  3700 

I    3800 

3900 

0 

35 

0 
1 
2 
3 

0 
0 
0 
0 
0 

29  1 

30  0 

30  5 

31  4 

32  3 

8 
9 
9 
9 
9 

6  31 

1  la 

2  76 
4  58 
6  41 

8500 
8600 
8700 
8800 
8900 

3 
2 
2 
2 
3 

13 

14 
15 
16 
17 

1  34 

1  35 

2  0 
2    1 
2    2 

5 
4 
3 
3 

1 

1    3    4ii 
1    3     6^ 
1    4     1 
1    4    2| 
1    4    4i 

!  4000 

4100 

4200 

*  4300 

:  4400 

4 
5 
6 
7 
8 

0 
0 
0 
0 

I 

33  2 

34  1 

35  0 
35    5 

0    4 

10 
10 
10 
10 
11 

1  24 

3  6 

4  69 
6  51 
134 

9000 
9100 
9200 
9300 
9400 

2 
3 
3 
3 
3 

18 
19 
30 
31 
33 

2    3 
^   3 

2  4 

3  5 
3    6 

0 
5 

4 
3 
2 

1    4    6i 
1    5     U 
1    5    3 
1    5    4i 

1  5  ei 

4500 
4600 
4700 
4800 
4900 

9 
10 
11 
12 
13 

1  3 

2  2 

3  1 

4  0 
4    5 

11 
11 
11 
13 
13 

3  17 

4  79 
6  62 
1  44 
3  37 

9500 
9600 
9700 
9800 
9900 

3 
2 
2 
2 
2 

33 

34 
25 
26 
27 

3    7 

3    8 
2    8 

2  9 

3  10 

1 
0 
5 
4 
3 

1    6    li 
1    6    3 
1    6    5 
1    6    6i 

I    7    lil 
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1600  Reed  3035  Dente. 
1700  3220  

70  INCHES  WIDE.  \'^^,^^o^,T 

Picks 

ftgAMTITT  OF  CLOTH 

Picks 

40ANTXTT  OF  CLOTH 

or 

Shou 

or 

AT  THI 

t  RATBS  OV 

__ 

WBFT 

or 

Shots 

of 

AT  THS  EATB8  OF 

WBFT 

100  pick! 
per  inch. 

120  picka 

RSQUIRBO. 

100  picks 
per  inch. 

120  picks 
per  Inch. 

BB^UIRBD. 

Weft. 

per  inck 

'• 

Weft. 

Tbsdi. 

Yds.  in. 

Yds.  Id.  6tlis. 

8py.  No.  Hk. 

Thsds. 

Yds.  In. 

Yds.  In.  6tbs. 

8py.No.8k. 

10 

2  28 

2  11 

2 

1  7  3i 

510 

141  24 

118  2  0 

72  2  4^ 

20 

5  20 

422 

4 

2  14  6^ 

520 

144  16 

120  13  2 

73  10  0^ 

30 

8  12 

634 

0 

4  4  2| 

530 

147  8 

122  24  4 

74  17  3 

40 

11  4 

9  9 

2 

5  11  6 

540 

150  0 

125  0  0 

76  7  0 

50 

13  32 

11  20 

4 

7  1  2i 

550 

152  28 

127  11  2 

77  14  3} 

60 

16  24 

13  32 

0 

8  8  5^ 

560 

155  20 

129  22  4 

79  3  6i 

70 

19  16 

16  7 

2 

9  16  1| 

570 

158  12 

131  34  0 

80  11  2i 

80 

22  8 

18  18 

4 

11  5  5 

580 

161  4 

134  9  2 

82  0  6^ 

90 

25  0 

20  30 

0 

12  13  H 

590 

163  32 

136  20  4 

83  8  2i 

100 

27  28 

23  5 

2 

14  2  4^ 

600 

166  24 

138  32  0 

84  15  5i 

110 

30  20 

25  16 

4 

15  10  0} 

610 

169  16 

141  7  2 

86  5  1| 

120 

33  12 

27  28 

0 

16  17  3| 

620 

172  8 

143  18  4 

87  12  5 

130 

36  4 

30  3 

2 

18  7  0 

630 

175  0 

145  30  0 

89  2  1 

140 

38  32 

32  14 

4 

19  14  3i 

640 

177  28 

148  5  2 

90  9  4i 

150 

41  24 

34  26 

0 

21  3  6i 

650 

180  20 

150  16  4 

91  17  0^ 

160 

44  16 

37  1 

2 

22  11  2| 

660 

183  12 

152  28  0 

93  6  31 

170 

47  8 

39  12 

4 

24  0  6 

670 

186  4 

155  3  2 

94  14  0 

180 

50  0 

41  24 

0 

25  8  2i 

680 

188  32 

157  14  4 

96  3  3i 

190 

52  28 

43  35 

2 

26  15  5i 

690 

191  24 

159  26  0 

97  11  6i 

200 

55  20 

46  10 

4 

28  5  1| 

700 

194  16 

162  1  2 

99  0  2} 

210 

58  12 

48  22 

0 

29  12  5 

710 

197  8 

164  12  4 

100  7  6 

220 

61  4 

50  33 

2 

31  2  U 

720 

200  0 

166  24  0 

101  15  2} 

230 

63  32 

53  8 

4 

32  9  4h 

730 

202  28 

168  35  2 

103  4  5i 

240 

66  24 

55  20 

0 

33  17  0| 

740 

205  20 

171  10  4 

104  12  1| 

250 

69  16 

57  31 

2 

35  9  4 

750 

208  12 

173  22  0 

106  1  5 

260 

72  8 

60  6 

4 

36  14  Oi 

760 

211  4 

175  33  2 

107  9  U 

270 

75  0 

62  18 

0 

38  3  3i 

770 

213  32 

178  6  4 

108  16  4i 

280 

77  28 

64  29 

2 

39  10  6| 

780 

216  24 

180  20  0 

110  6  0| 

290 

80  20 

67  4 

4 

41  0  3 

790 

219  16 

182  31  2 

111  13  4 

300 

83  12 

69  16 

0 

42  7  6i 

800 

222  8 

185  6  4 

113  3  Oi 

310 

86  4 

71  27 

2 

43  15  2^ 

810 

225  0 

187  18  0 

114  10  9i 

320 

88  32 

74  2 

4 

45  4  5} 

820 

227  28 

189  29  2 

115  17  6| 

330 

91  24 

76  14 

0 

46  12  2 

830 

230  20 

192  4  4 

117  7  2| 

340 

94  16 

78  25 

2 

48  1  5i 

840 

233  12 

194  16  0 

118  14  6 

350 

97  8 

81  0 

4 

49  9  li 

850 

236  4 

196  27  2 

120  4  2i 

360 

100  0 

83  12 

0 

50  16  4i 

860 

238  32 

199  2  4 

121  11  5| 

370 

102  28 

85  23 

2 

52  6  1 

870 

241  24 

201  14  0 

123  1  1} 

380 

105  20 

87  34 

4 

53  13  4 

880 

244  16 

203  25  2 

124  8  5 

390 

108  12 

90  10 

0 

55  3  Oi 

890 

247  8 

206  0  4 

125  16  U 

400 

111  4 

92  21 

2 

56  10  3} 

900 

250  0 

208  12  0 

127  5  4i 

410 

113  32 

94  32 

4 

57  17  6J 

910 

252  28 

210  23  2 

128  13  0| 

420 

116  24 

97  8 

0 

59  7  3 

920 

255  20 

212  34  4 

130  2  4 

430 

119  16 

99  19 

2 

60  14  6i 

930 

258  12 

215  10  0 

131  10  Oi 

440 

122  8 

101  30 

4 

62  4  2^ 

940 

261  4 

217  21  2 

132  17  3i 

450 

125  0 

104  6 

0 

63  11  5| 

950 

2a3  32 

219  32  4 

134  6  61 

460 

127  28 

106  17 

2 

65  1  2 

960 

266  24 

222  8  0 

135  14  3 

470 

130  20 

108  28 

4 

66  fi  5i 

970 

269  16 

224  19  2 

137  3  6} 

480 

133  12 

111  4 

0 

67  16  H 

980 

272  8 

226  30  4 

138  11  2| 

490 

136  4 

113  15 

2 

69  5  4J 

990 

275  0 

229  6  0 

140  0  5| 

500 

1 

138  32 

115  26 

4 

70  13  1 

IMUL 

277  28 

231  17  2  |141  82  1 
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1200  Reed  2335  Dente. 
1300  2530   

; 

72  INCHES  WIDE. 

! 

1400  Reed  2730  DenU. 
1500  2925 

Pick* 

or 
Shota 

of 
Waft. 

^UAJITITT   OF  CU>TH 
AT  TU  aATBS  OF 

WBFT 

MMVJlMMn. 

Picks 

or 
Shots 

of 
Weft. 

aUAXTITT  OF  CLOTH 
AT  THS  KATSe  09 

WSFT 
nBQClBSD. 

100  picks 
per  loch. 

120  picks 
per  Inch. 

100 1 
perl 

a- 

120  picks 
per  inch. 

50 
100 
200 
300 
400 

Yds.  IB. 

0     h 

0       I 
0      2 
0      3 
0      4 

Ydi.  In.  6iht. 
0      0     2^ 
0       0     5 
0       1     4 
0      2    3 
0      3    2 

No.  Bk.Thd. 
0     0  73 
0     1  67 
0    3  53 

0  5  38 

1  0  27 

5000 
5100 
5200 
5300 
5400 

Tdi 

.  In. 
14 
15 
16 
17 
18 

Yds.  In.  ( 
1     5 
1     6 
1     7 
1    8 
1    9 

Sihs. 
4 
3 
2 

1 
0 

8py.No.Bk. 
0  13     0| 
0  13    2^ 
0  13    4i 
0  13     6i 
0  14    1 

500 
600 
700 
800 
900 

0      5 

0      6 
0      7 
0      8 
0      9 

0      4 
0      5 
0      5 
0      6 
0      7 

1 

0 
5 
4 
3 

1 
1 
1 
2 
2 

2  13 

4  0 

5  67 
0  53 
2  40 

5500 
5600 
5700 
5800 
5900 

19 
20 
21 
22 
23 

1    9 
1  10 
1  11 
1  12 
1  13 

5 

4 
3 
2 

1 

0  14    2| 
0  14    4| 

0  14    6^ 
0  15     1^ 
0  15    3^ 

1000 
1100 
1200 
1300 
1400 

0    10 
0    11 
0    12 
0    13 
0    14 

0      8 
0      9 
0    10 
0    10 
0    11 

2 

1 
0 
5 
4 

2 
2 
3 
3 
3 

4  27 
6  13 

1  0 

2  67 
453 

6000 
6100 
6200 
6300 
6400 

24 
25 

26 
27 

28 

1  14 

1  14 
1  15 
1  16 
1  17 

0 
5 
4 
3 
2 

0  15     5 
0  16    0^ 
0  16     1| 
0  16    4^ 
0  16    5i 

1500 

1600 

,    1700 

1    1800 

1900 

0    15 

0    16 
0    17 
0    18 
0    19 

0    12 
0    13 
0    14 
0    15 
0    15 

3 

2 

1 
0 
5 

3 

4 

4 
4 

4 

640 
1  27 
3  13 

5  0 

6  67 

6500 
6600 
6700 
6800 
6900 

29 
30 
31 
32 
33 

1  18 
1  19 
1  19 
1  20 
1  21 

1 
0 
5 

4 
3 

0  17    Oi 
0  17    2 
0  17    3| 

0  17    5| 

1  0    Oi 

2000 
2100 
2200 
2300 
2400 

0    20 
0    21 
0    22 
0    23 
0    24 

0    16 
0    17 
0    18 
0    19 
0    20 

4 
3 
2 

1 
0 

5 
5 
5 
6 

6 

1  53 
3  40 
5  27 
0  13 

2  0 

7000 
7100 
7200 
7300 
7400 

2 
2 
2 

34 
35 

0 

1 
2 

1  22 
1  23 
1  24 
1  24 
1  25 

2 

1 
0 
5 

4 

1    0    2i 
1     0     4i 
1    0     6 
1     1     0| 
1     1     2| 

2500 
2600 
2700 
2800 
2900 

0    25 
0    26 
0    27 
0    28 
0    29 

0    20 
0    21 
0    22 
0    23 
0    24 

5 

4 
3 
2 

1 

6 
6 
7 

7 
7 

3  67 
5  53 
0  40 
2  27 

4  1 

7500 
7600 
7700 
7800 
7900 

2 
2 
2 
2 

2 

3 

4 
5 
6 

7 

1  26 
1  27 
1  28 
1  29 
1  29 

3 
2 

1 
0 
5 

1     1     6* 

1   a   1 

1    2    3 

1   a  4i 

3000 
3100 
3200 
3300 
3400 

0    30 
0    31 
0    32 
0    33 
0    34 

0    25 
0    25 
0    26 
0    27 
0    28 

0 
5 
4 
3 
2 

7 
8 
8 
8 
8 

6    0 

0  67 

1  69 
3  40 
5  67 

8000 
8100 
8200 
8300 
8400 

2 
2 
2 
2 
2 

8 

9 

10 

11 

12 

1  30 
1  31 
1  32 
1  33 
1  34 

4 
3 
2 

1 
0 

1    3    6i 
1    3     U 
13    3^ 
1    3    5i 
1    4    0 

3500 
3600 
3700 
3800 
3900 

0  35 

1  0 
1      1 
1      2 
1      3 

0    29 
0    30 
0    30 
0    31 
0    32 

1 
0 
5 
4 
3 

9 
9 
9 
9 
10 

1  13 

3  0 

4  67 
6  53 
1  40 

8500 
8600 
8700 
8800 
8900 

2 
2 
2 
2 
2 

13 
14 
15 
16 
17 

1  34 

1  35 

2  0 
2    1 
2    2 

5 

4 
3 
2 

1 

1    4     H 
1     4    3i 
1    4    5i 
1     5    01 
1     5    21 

4000 
4100 
4200 
4300 
4400 

1      4 
1      5 
1      6 
1      7 

1      8 

0    33 
0    34 
0    35 

0  35 

1  0 

2 

1 
0 
5 
4 

10 
10 
11 
11 
11 

3  27 
5  13 

0  0 

1  67 
3  54 

9000 
9100 
9200 
9300 
9400 

2 
2 
2 
2 
2 

18 
19 
20 
21 
22 

2    3 
2    3 
2    4 
2    5 
2    6 

0 
5 

4 
3 
2 

1     5    4 
1     5    51 
1    6    Oi 
1    6    2i 
1    6    4i 

4500 
4600 
4700 
4800 
4900 
I-- r 

1      9 
1    10 
1     11 
1    12 
1     13 

1      1 
1      2 
1      3 
1      4 
1      4 

3 
2 

1 
0 
5 

11 
12 
12 
12 
12 

5  41 
0  27 

2  13 

3  79 
5  66 

9500 
9600 
9700 
9800 
9900 

2 
2 
2 
2 
2 

23 
24 
25 
26 
27 

2    7 
2    6 
2    8 
2    9 
2  10 

1 
0 
5 
4 
3 

1    6    6 
1    7    1 
1    7    21 
1     7    4} 
1    7    6i 

Digitized  by  VjOOQIC 


551 
As  the  breadth  of  Cloth  in  the  preceding  pages  advances  by  two  at  a  time,  and  that 
at  even  numbera  of  inches,  this  page  of  One  Inch,  is  intended  as  a  link  whereby 
the  oham  may  be  connected  wherever  an  odd  number  occun. 


One  Inch 

Wide. 

1 

1 

PicU 

WB»T 

Picks 

WBFT 

Picks. 

WBFT 

-   1 

Picks. 



BB417IBBD. 

BBftUIBBO. 

BB4I7IRBD.     1 

BB4UIBBD.     11 

Sk. 

Thd. 

Sk. 

Thd. 

Thads. 

V 

.No. 

8k. 

Thds. 

Thsds- 

Spy.  No.  Sk. 

Thds. 

50 

0 

1 

5000 

1 

22 

10 

0 

2 

44 

510 

1   0  3 

69 

100 

0 

2 

5100 

24 

20 

0 

0 

5 

7 

530 

1   0  6 

33 

200 

0 

4 

5200 

1 

26 

30 

0 

1 

0 

51 

530 

I   1  1 

76 

300 

0 

6 

5300 

28 

40 

0 

1 

3 

15 

540 

1   1  4 

40 

400 

0 

8 

5400 

30 

50 

0 

1 

5 

59 

550 

1   3  0 

4 

500 

0 

10 

5500 

32 

60 

0 

3 

1 

33 

560 

1   3  3 

47 

600 

0 

12 

5600 

34 

70 

0 

3 

3 

66 

570 

1   3  5 

11 

700 

0 

14 

5700 

36 

80 

0 

3 

6 

30 

580 

13  0 

55 

800 

0 

16 

5800 

38 

90 

0 

3 

1 

73 

590 

1   3  3 

19 

900 

0 

18 

5900 

40 

100 

0 

3 

4 

37 

600 

1   3  5 

63 

1000 

0 

20 

6000 

42 

110 

0 

4 

0 

1 

610 

1   4  1 

36 

1100 

0 

22 

6100 

44 

120 

0 

4 

2 

45 

630 

1   4  3 

70 

1300 

0 

24 

6200 

46 

130 

0 

4 

5 

8 

630 

1   4  6 

33 

1300 

0 

26 

6300 

48 

140 

0 

5 

0 

3 

640 

1   5  1 

77 

1400 

0 

29 

6400 

50 

150 

0 

5 

3 

16 

650 

1   5  4 

41 

1500 

0 

31 

6500 

53 

160 

0 

5 

5 

59 

660 

1   6  0 

4 

1600 

0 

33 

6600 

54 

170 

0 

6 

1 

23 

670 

1   6  3 

48 

1700 

0 

35 

6700 

56 

180 

0 

6 

3 

67 

680 

16  5 

13 

1800 

0 

37 

6800 

59 

190 

0 

6 

6 

30 

690 

1   7  0 

56 

1900 

0 

39 

6900 

61 

200 

0 

7 

1 

74 

700 

1   7  3 

19 

2000 

0 

41 

7000 

63 

210 

0 

7 

4 

38 

710 

1   7  5 

63 

2100 

0 

43 

7100 

65 

330 

0 

8 

0 

3 

720 

1   8  1 

37 

2200 

0 

45 

7200 

67 

330 

0 

8 

3 

45 

730 

1   8  3 

70 

2300 

0 

47 

7300 

69 

340 

0 

8 

5 

9 

740 

1   8  6 

34 

2400 

0 

49 

7400 

71 

350 

0 

9 

0 

53 

750 

1   9  1 

78 

2500 

0 

51 

7500 

73 

260 

0 

9 

3 

16 

760 

1   9  4 

41 

2600 

0 

53 

7600 

75 

270 

0 

9 

5 

60 

770 

1  10  0 

5 

2700 

0 

55 

7700 

77 

280 

0 

10 

1 

34 

780 

1  10  3 

49 

2800 

0 

57 

7800 

79 

290 

0 

10 

3 

67 

790 

1  10  5 

13 

2900 

0 

59 

7900 

2 

1 

300 

' 

10 

6 

31 

800 

1  11  0 

56 

3000 

0 

61 

8000 

2 

3 

310 

0 

11 

1 

75 

810 

1  11  3 

30 

3100 

0 

63 

8100 

3 

5 

330 

0 

11 

4 

39 

830 

1  11  5 

64 

3200 

0 

65 

8200 

S 

7 

330 

0 

13 

0 

3 

830 

1  13  1 

37 

3300 

0 

67 

8300 

2 

9 

340 

0 

13 

3 

46 

840 

1  13  3 

71 

3400 

0 

69 

8400 

2 

11 

350 

0 

13 

5 

10 

850 

1  13  6 

35 

3500 

0 

71 

8500 

2 

13 

360 

0 

13 

0 

53 

860 

1  13  1 

79 

3600 

0 

73 

8600 

2 

15 

370 

0 

13 

3 

17 

870 

1  13  4 

43 

3700 

0 

75 

8700 

2 

17 

380 

0 

13 

5 

61 

880 

1  14  0 

6 

3800 

0 

77 

8800 

2 

19 

390 

0 

14 

1 

34 

890 

1  14  3 

50 

.  3900 

0 

79 

8900 

2 

21 

400 

0 

14 

3 

68 

900 

1  14  5 

13 

,4000 

1 

9000 

2 

23 

410 

0 

14 

6 

33 

910 

1  15  0 

57 

4100 

4 

9100 

2 

25 

430 

0 

15 

1 

76 

930 

1  15  3 

31 

4200 

6 

9200 

2 

27 

430 

0 

15 

4 

39 

930 

1  15  5 

64 

4300 

8 

9300 

2 

29 

440 

0 

16 

0 

3 

940 

1  16  1 

38 

4400 

10 

9400 

2 

31 

450 

0 

16 

3 

47 

950 

1  16  3 

73 

4500 

12 

9500 

2 

34 

460 

0 

16 

5 

10 

960 

1  16  6 

36 

4600 

14 

9600 

2 

36 

470 

0 

17 

0 

54 

970 

1  17  1 

79 

4700 

16 

9700 

2 

38 

480 

0 

17 

3 

18 

980 

1  17  4 

43 

4800 

18 

9800 

2 

40 

490 

0 

17 

5 

63 

990 

3   0  0 

7 

4900 

20 

9900 

2 

42 

500 

1 

0 

1 

35 

1  Mil. 

3   0  3 

50 
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Note. — ^As  the  foregoing  tables  are  calculated  only  for  the  pur- 
pose of  showing  the  quantity  of  flowering  weft  that  is  requisite  for 
the  different  breadths  of  webs  contained  therein,  the  manufacturer 
must  not  suppose  that  the  number  of  dents  or  splits  that  are  there 
given,  for  the  breadth  of  any  particular  reed,  are  sufficient  for  the 
same  width  of  cloth  to  which  it  refers.  As  flowering  weft  is  gen- 
erally catched  upon  two  cords  on  the  outside  of  each  selvage  of  the 
web,  it  may  be  fiedrly  estimated  that  the  length  of  a  pick  or  shot  is 
equal  to  the  breadth  of  the  web  in  the  reed.  The  shawl  manufac- 
turer,  therefore,  who  wishes  his  goods  to  stand  any  particular 
breadth  when  finished,  will  not  be  far  from  the  truth,  by  always 
taking  the  number  of  dents  immediately  above  that  intended  to  be 
made.  If  it  is  wished  to  make  a  shawl  in  a  1400  reed,  64  inches 
wide,  take  the  number  of  dents  that  a  1600  requires  for  the  same 
breadth  in  the  reed,  and  so  on  for  any  other  reed  or  breadth.  Only 
with  this  reservation,  that  in  damask  shawls,  where  the  weft  is  put 
in  dry,  or  any  other  of  a  similar  kind,  80  dents  of  allowance,  in 
place  of  100  will  be  sufficient,  being  a  deduction  of  one-fifth  part 
from  what  is  given  by  the  above  rule. 
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TESTIMONIALS. 


In  order  to  lay  before  the  public  the  opinions  of  some  of  the  most 
eminent  French,  English,  and  other  manufacturers,  regarding  the 
merits  of  our  patent  power  looms,  we  subjoin  several  Testimonials, 
which  have  been  received  by  us  on  the  subject  We  have  not  trans- 
lated the  French  documents,  preferring  to  give  them  exactly  as  re- 
ceived from  the  several  parties ;  and,  besides,  it  saves  room :  any 
person  however,  who  does  not  understand  the  language,  but  who 
may  feel  anxious  to  ascertain  what  these  documents  contain,  need 
be  at  no  loss  for  a  translator.  The  EugUsh  Testimonials  will,  per- 
haps, be  sufficient  to  satisfy  most  people,  without  any  additional 
proof. 


COPIE. 

Je  80U88ign6  P.  A.  Pihet,  constructeur  M6canicien,  demeurant  a  Paris, 
avenue  Parmentier,  No.  3,  declare  que  j'ai  connu  M.  C.  G.  Gilroy  natif 
de  la  Grande  Bretagne  vers  le  mois  de  D^embre  1834,  et  que  j'ai  pass^ 
contrat  avec  le  dit  Sr.  C.  G.  Gilroy  pour  la  construction  d'un  nouveau 
metier  de  son  invention  et  pour  lequel  des  brevets  ont  M  pns  en  France 
par  M.  Pihet  pour  cette  m6me  invention,  qui  consiste  en  un  rooyen  m6- 
canique  par  lequel  la  machine  appell6e  Jacquart  marche  par  un  moteur 
quelconque,  et  qui  permet  de  supprimer  entierement  Us  moyens  a  la  main 
employes  jusqu^d  ee  jour  pcur  obienir  les  mimes  restdtats.  Le  dlt 
Sr.  C.  G.  Gtilroy  ayant  mis  k  exteution  le  dit  metier  dans  mes  ateliers, 
depuis  la  date  ci-dessus  exprim6e  jusqu'ii  ce  jour  a  demands  et  obtenu  des 
patentes  ou  brevets  pour  TAngleterre,  PEcosse  et  Tlrlande,  oh  il  d^re 
propager  sa  ddcouverte.  En  cons^uence,  je  declare  done,  dans  Tint^rftt 
de  la  v6rit6,  que  le  m^er  de  Finvention  de  M.  C.  G  Gilroy,  et  qu*il  a 
construit  chez  moi,  pour  &ire  marcher  sans  aucun  aide  le  m^canique 
Jacquart  ainsi  nomm6,  a  M  tobli  sous  Urns  les  rapports  a  mon  entire 
saiisfactioTij  et  qvHl  produit  des  etoffes  parfaites,  sans  etre  plus  sujet  a  se 
deranger  qu^un  simple  mStier  m6canique  pour  ealicoty  et  qu'enfin,  toutes 
les  etoffes  fagonn€es  et  avtres  peuvent  y  etre  fabriquSes  en  changeant 
seulement  les  cartons  et  sans  toucher  au  micanisme,  Le  m6tier  marche  k 
raison  de  100  et  mtoe  1 15  coups  de  la  navette  k  la  minute,  soit  pour  £ure 
une  teffe  forte  ou  l^dre,  et  d'excellente  &brication. 
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Je  dtekre  ^galement  qae  je  connddre  M.  C.  G.  GKlroy  comme  vol 
homme  tres  industrieux  et  d'une  grande  pere67tonce ;  qa'il  est  tr^  capaUe 
de  mener  a  fin  ee  qvHl  promet  au  sujet  de  tes  perfutianntmens  €t  wven- 
iions  caneernant  Us  mitiers  a  titser. 

En  foi  de  quoi  je  lui  ai  ddlivr^  la  prtoente  attestation  pour  lui  serrir  en 
tant  que  de  besoin. 

Fait  k  Paris  la  quatre  Blais  1838. 
Approav6  Pteriture 

Sigii4-*P.  Am}.  Pmnr. 

Nous  soussignte,  ayant  vu  en  pleine  actiyiti  de  trarail  dans  lee  atelieis 
de  M.  Pihet,  constructeur  mtomicien  k  Paris,  le  nouTeaam^er  Jaoquait, 
mtoinique  de  Finvention  de  M.  C.  G.  Gilroy,  m^er  d'ailleurs  mentionni 
dans  Tattestation  ci-contre,  ddclarons  et  attestons  que  le  dit  m^er  marche 
avec  toute  la  perfection  dteirable  et  que,  non  seulement  il  donne  beaucoup 
plus  en  produit  que  les  m^ers  k  la  main,  mais  que  ces  monies  produils 
sont  iuperieurs  en  r^gularit^  et  en  perfection. 

Nous  d^clarons  en  outre  qu'une  jeune  fiUe  pent  aisfoient  gonvemer 
trois  de  ces  metiers. 

Fait  k  Paris  le  5  Mars  1838. 

Sign6. — DiouDomiAT, 
Constructeur  de  Mtouiiqaes  Jacquait 

Vu  par  Nous,  Mairedu  8*  Arrondissementde  Paris  pour  l6g«Baatkmde 
ta  signature  de  MM.  P.  A.  PraET  ci-contre  et  Dioudonnat,  appoafo  d'avtre 
part 

Pftris,  le  diz  Mars  1838. 

Lb  Mairb  (L.  S.)    Sign6.— Baytbt. 

Je  8oussign6  dtelare  avoir  vu  fonctionner  le  metier  dont  il  eat  qaei- 
tion  dans  le  prteent  certificat,  mon  (pinion  est  qu'il  remplit  le  bat  que 
Tauteur  s'est  propos^  et  qu'il  doit  satis&ire  k  toules  les  exigsiices  da  tis- 
sage  en  g^n^raL 

Signi. — HxH&T,  Ain4. 

Nous  partageons  I'opinion  ci-dessus  ftnonc^  par  Monsieur  Henry. 
Sign6— CoTjcHOT  Ret  Lebeuf  Lebr. 

Je  soussign6  dtelare  que  le  metier  k  dsser  dont  il  est  parU  ci-dessos  me 
paratt  pouvoir  parfiutement  remplir  le  but  que  s'est  propose  son  auteor. 

Sign6. — A.  Dromhs. 

Vu  par  le  Maire  du  8*  Arrondissement  de  Purispour  l^galisatioD  de  h 
signature  de  MM  Henbt  atni, 
Puis,  le  13  £Mcenibre  1940. 

8^4— Dboah.    (L.  CL) 
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Va  par  le  Maire  da  5*  Arrondinemeiit  de  Ptois  poor  l^galisatioii  de  Im 
signature  de  M.  Dioudonnat. 
Paris,  le  13  Dteembre  1840. 

(L.  S.)    Signi.     FocoARD. 

Je  8oii88ign6  traducteur  asserment^  certifie  que  la  copie  qui  pr^cdde 
est  confonne  k  I'original  et  que  foi  doit  y  tee  ajouti^  tant  en  jugement 
que  hors. 

Ptois,  le  13  Dfcembre  1840. 

(L  S.)    F.  Qakdxra. 

Vu  par  le  Maire  du  3^  Arrondissement  de  P&ris  pour  Ugalisation  de  la 
signature  de  M.  Gardera,  traducteur  asserment^ 
Paris,  le  13  D^cembre  1840. 

PsaiORT  Troxtsscat.    (L.  S.) 

Je  soussign^  certifie  avec  plaisir  que  les  metiers  a  tisser  les  6tofies 
faeonn6e  ou  unie  pour  la  soierie  et  le  lin  que  j'ai  construit  pour 
M.  Charles  Cunningham  sous  la  direction  de  M.  C.  G.  Gilroy  ont  par- 
faitement  rempli  le  but  qu'il  s'etait  propose. 

1®  Pour  Fenroulement  de  P^toffe  de  maniere  k  ce  que  la  trame  dans  le 
commencement  de  la  pike  ne  soit  pas  plus  serr6e  qui'k  la  fin.  Par  ce 
moyen  Ton  met  autant  de  fil  de  trame  qu'on  dteire  par  centimtee. 

2f*  Pour  que  le  fil  de  trame  se  trouvant  tendu  et  dans  une  position  par- 
ralldle  k  r^toffe  6vite  tons  les  bondages. 

Z^  Pour  le  m6canisme  nkessaire  k  &ire  marcher  k  Jacquart  qui  est 
teUement  doux  qu'il  permet  de  donner  a  ces  metiers  la  viUsse  des  metiers 
^calicots. 

Ao  Pour  le  mouvement  nkessaire  ii  arr^ter  le  marche  du  m6tier  quand 
le  fil  de  trame  vient  k  casser ;  et  enfin  j*afBrme  que  taiu  les  fabricanis 
que  fax  rm,  lotnir  dans  mes  atdliers  pour  visiter  ees  miiurs  orU  iU  dlaeeord 
suT  les  avarUages  et  la  simplicite  de  ce  syst^me. 

En  ibi  de  quoi  j'ai  sign^  le  prtont  pour  rendre  hommage  a  la  v6rit^. 
P&ris  le  21  D^cembre  1840. 

Ei.  Phillifpb. 
Ing.  mtoinicien  rue  du  Chateau  Landon,  No.  19,  k  Paris. 

Tax  visits  k  plusieurs  reprises,  des  metiers  trds  bien  months  et  parfaite- 
ment  organise  gamir  de  leur  pike,  pour  travailler  avec  la  mecanique 
Jacquart.  Ces  metiers  appartiennent  k  M.  Charles  Cunningham,  et  sont 
construits  par  M.  C.  G.  Gilroy  dans  T^tabtissement  situi  No.  19,  rue 
ch&teau  Landon,  faubourg  St  Martin. 

Les  avantages  que  j'ai  apprkite  sont : 

P  L/application  de  le  mkanique  Jacquart,  mu  regulierement  et  agis- 
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MUQt  aaasi  actiTement  par  an  nuitenr,  que  tel  vMet  k  tiaar  le  calicot,  la 

8oie,  la  toile,  mu  avec  la  plus  grande  vitesse. 

2®  Le  m^canisme  pour  que  la  duite  lanc6e,  paise  et  se  cage  sans  bou- 
clage. 

3^  Le  mtoiDitine  qui  forme  de  belles  lizi^rea. 

4^  Le  mtoinisme  pour  6tre  certain  et  assure  qui  vient  k  caaser,  arr^ 
imm^diatement  la  navette  et  la  mteanique  Jacquart 

5^  L'enroulement  de  l'6tofie  s'ex^utaat  independamment  de  sa  reduction. 

6®  Le  mode  de  donner  ii  toute  6tofl^  faconn^  on  unie  le  d6gr6  de 
reduction  h,  volont^. 

Paris,  le  18  D^cembre  1840. 

BOSQUILLON. 

Fabhcant  de  ch&lea  et  tofies  nouveaux,  No.  13,  rue  neuve  St  Eustacheu 

Vn  par  le  Maire  du  3^  Arrondissement  pour  legalisation  des  signatures 
de  MM  BosQuiLLON,  Henry,  atn6,  et  Lehs. 
Paris,  ce  24  D4cembre  1840. 

(L.  S.)     Decan. 

Pai  vu  et  j'ai  examine  de  prds  les  metiers  m6caniques  brevette,  de 
M.  Charles  Cunningham  construit  par  M.  C.  G.  Gilroy.     Je  les  trouve 
parfait  tant  pour  leur  montage  que  pour  leur  produits. 
Pans,  le  18  D^embre  1840.  * 

DlOUDONVAT. 

Rue  St  Maur,  No.  12. 

Pai  yu  marcher  les  metiers  de  M.  Gilroy ;  iis  m'ont  paru  r^unir  tons 
les  avantages  mentionn^s  ci-dessus. 
Paris,  20  D^embre  1840. 

12  faubourg  Poissoni^re,  maison  Couchot  Rey  Lebeuf  Lehr,  passage 
des  Petites  Ecuries  No.  12. 

Pai  vu  les  metiers ;  j'ai  examine  I'exactitude  et  Passuret^  de  la  man<BUYre, 
les  produits  qu'en  r^sulteot  me  paraissent  ne  rien  laisser  k  d^irer. 
Paris,  le  19  Ddcembre  1840 

Henrt,  Aln6. 
*  Fabricant,  13  rue  Poissonidre. 

Nous  soussign^s  certifions  que  nous  avons  vu  fonctionner  le  metier  k  tisser 
m^canique  de  M.  C.  G.  Gilroy ;  nous  consid6rons  cette  invention  comme 
ing^nieuse  et  pouvant  donner  d'heureux  resultats  sur  tout  pour  les  dtofies 
de  soie. 

H.  Debergue  6l  Sfreafico. 
Ingfoieurs,  228  Ctuai  de  Jemmappes,  Paris. 
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Yu  ii  la  Mairie  de  5*  Arrondiasement  pour  Ugaliaation  do  kt  signature 
8r.  Debeeoue  &,  Speeafico,  apposte  k  dessua. 
Pans,  le  23  Mars,  1841. 

Le  Maire  du  5*  ArTondiasement  de  Paria. 

(L.  S.)      FOCCA&D. 


Nous,  soussignte,  certifions  que  pendant  huit  ann6es,  jusqu'^  ce  jour, 
nous  avons  yu  et  suivi,  les  diverses  inyentions  et  perfectionments  que 
le  Sr.  Clinton  G.  Qilroy  a  fait  dans  son  mtoinisme,  pour  arriver  ii  une 
amelioration  complete,  qu41  a  maintenant  obtenue,  et  que  nous  manu&ctu- 
riers  nous  avons  justement  appreci^.  Le  terns  et  les  vielles  qu*il  y  a  con- 
sacrte,  sans  6num6rer  les  foormes  d^penses  qu'il  a  faites ;  ont  M  couron- 
n^s  d'une  r^ussite  complete  pour  ce  qui  est  du  mteanisme. 

lo  La  machine  dite  Jacquard,  quoique  fonctionnant  avec  rapidity  et 
marchant  it  110, 115,  et  mtoie  125  coups  de  navettes  h,  La  minute,  n'a 
aucune  secousse  dans  ses  mouvemens,  elle  a  la  douceur  qu'exige  la  &bri- 
cation  des  tissus  de  Soirie 

2o  L'ingenieuse  id6e  d'  arreter  le  m6tier  au  premier  fil  de  trame  qui  se 
Tompt,  ou  II  chaque  canette  finie,  teit  indispensable  pour  la  perfection  de 
r^tofie. 

3o  La  manidre  d'enrouler  Vitoffe  donne  la  &cilit6  de  donner,  autant 
qu'on  le  dteire,  de  coups  de  navettes  par  centimetre ;  c'est  k  dire  la  re- 
duction Youlue  pour  tel  genre  A'€U>tk,  laquelle  que  ce  soit,  et  avec  une 
regularity  exacte,  depuiB  le  commencement  de  la  chalne  jusqu'ii  sa  fin. 

4o  U  restait  encore  un  obstacle,  h.  vaincre,  le  Sr.  Qilroy  a  parfaitement 
su  le  surmonter :  C'6tait  d'6viter  le  rebouckge  de  la  trame,  fait  sur  le  lis- 
i^re,  produit  par  le  diagonal  que  fait  le  fil  de  trame  par  le  mouvement  du 
battant  II  fallait  pour  6yiter  cela,  un  moyen  sdr ;  il  a  reussit  par&itement, 
et  on  peut  dire  que  son  id6e  est  aussi  simple  qu'ingenieuse. 

5^  II  fallait  emp^ber  les  cartons  de  s'ecbapper  du  cilindre,  ce  cas  ar- 
rivant  quelquesfois  par  la  vitesse  de  la  marche  du  metier,  et  fiusait  fiiire 
des  defauts  li  Tetofie,  et  occasionnait  la  perte  d^un  dessin  {les  cartons)  forte 
couteux.     Ce  d^sagrtoent  est  par&itement  Mi6. 

6®  Pour  faire  ^xecuter  un  grand  dessin,  on  ne  pouvait  le  &ir6  sans  le 
concours  des  lisses  devant  le  corps,  ce  qui  devenait  dispendieux  par  le 
grand  entretient  qu  Texige  une  remise,  et  augmentait  en  complication  le 
montage  des  metiers.  Par  son  procede,  il  est  parvenu  ii  faire  Executor  les 
dessins  de  la  plus  grande  dimension,  sans  Temploi  des  lisses,  ce  qui  en 
simplifiant  le  metier  devient  un  grand  avantage  pour  I'ouvrier. 

7^  II  fait  marcher  tour  k  tour,  par  son  mteanisme,  plusieurs  navettes 
pour  les  dessins  h,  plusieurs  couleurs,  etc. 
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Noiu  nous  rtemoosen  diMBtqaekmldera  tiflRr«nilcaiuqua^ii  la  Jac- 
quard,  de  rinyention  dn  Sr.  Clinton  Q.  Gilroy,  est  celai  qui  offire  Je 
plus  de  perfection  pour  la  &biication  de  lee  diffiuentes  4taBi»  de  aoie  et 
autres  dauB  lee  aiticlee  lee  plus  dilicats  par  leur  4xtetition,  et  qu'il  a  &bn- 
qu6  k  Paris  en  eont  la  preuve. 

William  Webb,  26  Wood  St,  Spitalfielde,  London. 

H.  Sanford  &  VARaEL.      Avenne  Tradaine^No.   1,  2*  Airon- 

diseement 
E.  Fontaine.    87  me  Hauteville,  Pbxjb. 
Lbhr.     12  firabonrg,  Poiflsonnidre. 
Henrt,  Atni.     13  rae  Poieonnidre. 
Boucher.    6  me  dee  fossae  montmartre,  Paris. 
Andblle.     5  me  HauteyiUe,  Paris. 
C.  EhspuiLLE.     No  22  me  neuve  St  Aogustin. 
A.  SoTTLAB.    5  me  HanteviUe,  Paris. 
DiouDONNAT.     12  me  St  Maur. 
Ratfard.    372  me  St  Denis. 
BosQuiLLON.    No.  13  me  neuve  St  Eustacha 
E.  Philijffb.      Ing.  mtomicien,  me  Chlitean  Landon,  No.  19 

Ayant  construit  lee  infers  relatte  ci-dessus. 
Eugene  Vasserot.     Ing.  ratoinicien,  19  rae  Chftteaa  Landon. 
Cerisuuz  dt  Co.    Ing.  m^anicien. 
Robert  Middleton.    Engineer,  rae  Rochechouart,  Paris. 
Placidb  Caille.    94  me  St  Maur,  Popincourt 
E.  N.  Robert. 
William  Sudds.     Rouen. 

J.  FuooD.     Ing^nieur.  i 

I 
Yu  par  nous,  Maire  du  6*  Arrondissement  de  Paris,  pour  Ugalisation  ' 

de  la  Signature  du  Sr.  Raffard,  appoe6e  au  bas  du  present.  ' 

Paris,  24  Mars  1841. 

(L.  S.)     Ch.  Grondar.  I 

Vu  pour  la  attestation  dee  signatures  Phillifpe  et  Vasserot. 
Paris,  le  23  Mars  1841. 

Le  Goounissaire  de  Police  du  Cluartier  du  faubourg  St  Denis. 

(L.  S.)      BAinTTE  GafiOEART. 

Yu  par  le  Maire  du  3*  Arrondissement  pour  legalisation  des  signatures 
de  MM.  Henrt,  Leer,  Bosquillon,  Andelle  6l  Sodlab  et  Fontains. 
Paris,  ce  20  Mars  1841. 

(L.  S.)    DacAN. 
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Vu  pour  attestation  de  la  signatare  de  MM.  BAKVon-y  &  Varrall,  ap- 
poe6e  ci-deasuB. 

Pftria,  le  22  Man  1841. 

Le  commiaaaire  de  Police,  Ctnartier  faubourg  Montmartre. 

(L.  S.)    Atodr. 

Ya  Ik  la  Maine  du  8*  AnrondiaBement  de  Paris  Ugalisatioii  de  la  signa- 
ture de  M.  DiouDONNAT,  tratn^  au  milieu  de  cette  iueille. 
Le  24  Mars  1841. 

(L.  8.)    Le  BIaiu.    E.  Ovk. 

Je  sou88ign6  certifie  avoir  vu  fonetionner  la  machine  de  M.  Qilioy  k 
manidre  k  ne  laisser  rien  k  d^sirer  comme  success. 

A.  H.  Nbvills. 
Ing4nieur,  19  Passage  Saulnier. 

Pai  vu  marcher  le  m^er  mtoinique  Jacquart  de  M.  Qilroy,  et  en  ai 
M  fort  satisfidt  sous  tons  les  rapports. 
Essonne  (Seine-et-Oise.) 

E.  Fkkat. 

Vu  ik  la  mairie  d'Essonne  pour  l^Usation  de  la  signature  de  E.  Ferat 
appos^e  au  bas  du  present 
Essonne,  le  25  Mars  1841. 

(L  S.) 

Je  soussign^  m'empresse  de  reconnattre  que  le  Sr.  Qilroy  a  certainement 
obtenu  les  resultats  les  plus  parfidts  que  Fart  m4canique  puisse  jusqu'lL 
ce  jour  apporter  au  tissage. 

FSLDL  GORDIR. 

42  rue  Chabrol. 

Pai  Tu  fonctionner  le  m4tier  de  BL  Qihroyy  et  il  m'a  pam  exempt  de 
repioches. 

G.  DuFORTa. 
48  me  HauteTiIle. 

Vu  pour  legalisation  das  signatures  de  MBL  Coedir  et  Dbsforts  su« 
apposMs. 

Puis,  le  22  Mm  1841. 

Le  Commissaire  de  police  du  Quartier  du  fitubourg  Poissonnidre. 

(LS.)    P.  Arlaic 
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Je  dtelare  btoii  tu  foncdoDner  \t  mddtt  de  M.  C.  G.  Qilroy.  Le  but 
que  le  propoaut  son  ftuteur  me  panit  parfritemeiit  rempif :  la  satntntioD 
des  excentriques  aux  courbes  k  oeur  6vite  les  chocs ;  la  diffirenoe  des 
rayons  donne  en  ouvrant  les  cbaioes,  le  temps  a  la  navette  de  passer  ]  no 
m^anisme  ing^nieux  tend  le  fil  engagi,  I'approche  de  PouTrage  et  dispense 
la  battant  de  faire  autant  de  cbeniin  qu'&  Fordinaire :  de  I'eiwemble  de  ces 
dispositions  il  en  rteuhe  an  tisaage  npide  et  exempt  de  d^uts.  Patteste 
avec  plaisir  ce  dont  j*ai  M  t^moin. 

M.  Le  BaTxm  SBomaR. 

Vu  par  nous,  Maire  du  1 1*  Arroodissement  de  Pkiris,  pour  l^galiaatkn 
de  la  signature  de  M.  le  Baron  Sifiuixa,  appoaie  au  bas  de  la  jM^teenle  tf- 
testation. 

Fait  k  Pkris,  le  23  Mars  1841. 

(L.  S.)     YAUJUkxn, 

A.  M.  le  redmcUur  en  chef  du  Commerce, 

Pkiris,  24  avril  1841. 
Monsieur, 

Ayant  lu  dernidrement,  dans  an  num^ro  supplimentaire  de  YOtte  joor- 
nal,  soas  la  date  du  3 1  mars  dernier,  un  article  relatif  it  un  nouTeau  m^ 
tier  Jacquard,  marcbant  k  la  vapeur,  j'ai  M  fort  surpris,  et  tout  autre  hbn- 
cant  Fett  M  ii  ma  place,  d'y  trouver  la  dfecription  d'une  prtendue  d^ 
convene  de  MM.  Maknazet  aln4,  Deplanque  fils  et  compagnie  pour  la- 
quelle  il  est  dit  que  ces  messieurs  viennent  de  prendre  un  brevet  qui  poite 
la  date  du  4  uvrii  1840.  II  est  dit  dans  cet  article  qu'antftrieuresment  a 
cette  d4couyerte  ^  les  Anglais  avaient  bien  appliqu6  la  vapeui  aux  m^ers 
k  tisser  les  4tofie8  uuies,  mais  on  n'avait  pu  encore  parvenir  it  Fappliquer 
aux  metiers  k  tisser  les  toffes  damass^es  a  dessin  ;  ce  probltoie  difldle 
et  important  vient  d'etre  r^lu  par  MM.  Malmazet  aln4,  Deplanque  fils  et 
Ce  du  LiUe  (Nord.)" 

Tout  fabricani  4clair6  en  France,  en  Angleterre,  ou  dans  tout  autre 
pays  sauni  reconnaitre  I' inexactitude  de  cequi  pr4cdde  et  cela  pour  raiaoas 
suivantes : 

l<>  MM.  Malmazet  aln4,  Deplanque  fils  et  O  paraissent  ignorer  en- 
tierement  que  dix  brevets  ont  M  pris  en  France  depuis  1834,  pour  k 
fabrication  des  4tofies  croistes,  satin  et  fa^onnto,  par  les  metiers  Jacquard, 
marcbant  par  la  vapeur,  lesquelles  m^ers  marcbent  admirablement  bioi. 
Deux  de  ces  brevets  ont  M  pris  au  nom  de  MM.  Pibet  et  C*,  avenue 
Parmentier,  3,  a  Paris.  Les  bnit  autres  ont  M  pris  au  nom  de  M.  Cbarlei 
Cunningham,  et  Tinvention  est  de  M.  C.  G.  Gilroy,  ing6nieur  et  fiibncant 
Le  brevet  de  MM.  Mabnazet  aln4,  Deplanque  fils  et  C^est  compris  dans  ceuz 
de  M.  C.  G.  Gilroy.  Le  moyen  surtout  employ^  par  ces  messieurs  pour  fiure 
marcher  le  m4tier  n'est  qu'un  imitation  de  celui  de  M.  Pibet  et  de  M.  Cuo- 
iiingham.     Q,uant  a  ce  qui  a  rapport  aux  autres  parties  de  la  constructioa 
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du  mdaer,  ii  n'y  a  rieii  de  inuf  ttmiKmtie  nmsMte ;  <ft  tdm  let  iahrieans 
soQt  pr^rv^nn  per  le  prteeat  anicle  que  toote  c<mfrefti^<m  4e  Pinyentum  du 
sieur  Gilroy  sera  pooisuiyie  seloD  la  loi 

2®  Ce  Bont  lee  metiers  de  rinvention  de  M.  Gilroy,  qui,  lee  premiers,  en 
Angleterre  et  en  France,  ont  fait  marcher  lee  mitiers  Jacquard  par  la 
vapeuTj  pour  eette  fabrication.  M.  Gilroy  a  formi  une  eociM  k  Londree 
pour  exploiter  cette  invention^  avec  un  capital  de. 80,000  lir.  et,  et  il  a  pay^ 
II  mm.  Poole  et  Ckirpmael,  du  bureau  dee  brevets,  a  Old-Square,  Lincoln's 
Inn,  k  Londree,  depuis  1834,  la  somme  de  1,500  liv.  et 

3^  M.  Gilroy,  qui  a  fidt  la  d^couverte  de  toute  ces  inventions  ing^nieuses 
et  utiles  a  employ^  buit  annto  d'un  travail  assidu  et  depens6  plus  de  liv. 
6,000  pour  arriver  ii  ce  but  dteirabk,  et  aucun  frais,  auGun  sacrifice  n'ont 
M  6pargnte  pour  obtenir  ce  r^sultat.  Les  specifications  attesteront  Tim- 
mense  importance  des  rdsultats  que  doivent  obtenir  les  fabricans  par  Tem- 
ploi  de  ces  inventions. 

40  iia  moindre  vitesse  dee  admirable  mfttiers  Jacquard  par  la  vapour ; 
de  rinvention  de  M.  Gilroy,  n'est  pas  au  deesous  de  108  coups  de  navette 
par  minute,  et  k  vitesse  ordinaire  est  de  115  coups,  et  sur  les  6tofies  de 
gros  de  Naples  faqonnto  de  ISj-  jusqu'a  25  pouces ;  ilsont  march^avec 
une  rapidity  de  125  a  137  coupe  de  navette  par  minute,  sans  aucun  de- 
rangement dans  la  machine  Jacquard. 

Les  &bcicans  et  les  ing^nieurs  dont  les  noms  suivent  attesteront  la 
v^rite  de  ce  qui  a  M  dit  a  regard  des  metiers  de  M.  C.  G.  Gilroy : 

MM  £.  Foray,  fabricant  de  damassees,  filature  de  lin  et  construction  de 
machines  k  Essonnd  (Seine-et-Oise) ;  Le  Gentil,  depute  du  3«  arrondisse- 
ment,  rue  Poissoniere ;  Henry  alne,  fabricant,  juge  au  tribunal  de  com- 
merce; Boequillon,  fabricant,  arbttre  pres  le  tribunal  de  commerce; 
Ch.  Dupuille,  fabricant  de  sole,  rue  St-Augustin,  22 ;  Desports,  directeur 
de  la  sociM  anonyme  pour  lee  filatures  de  lin,  tissage,  etc.,  Paris  and 
Amiens;  Lehr,  fabricant  et  banquier  de  la  maison  de  Couchet,  Rey, 
Le  BcBuf,  et  Lehr,  passage  des  Petites  Ecuries,  h  Paris;  Dioudonnat, 
fabricant  de  machines  Jacquart,  rue  St-Maur,  12;  le  baron  Siguier, 
membre  du  comity  de  la  Society  d'encouragement  pour  Findustrie  nationale ; 

MM  les  ingenieurs-mecaniciens,  Henry  Debergue  et  Spreafico,  quai 
Jemmappes,  228,  k  Paris;  Sanford  &  Yarrel,  rue  Rochechouart,  k 
Paris ;  £.  Phillippe,  rue  Chateau-Landon  (Fauh-St-Martin,)  Paris. 

Fabricans  en  Angleterre  et  en  Irlande : 

MM.  L.  et  E.  Wilson,  neveux  du  dernier  lord-maire  de  Londres,  124 
Wood  Street,  Oheapside ;  W.  H.  Wood,  ing^nieur  et  constructeur  de  ma- 
chines §1  vapeur,  etc.  Renelagh  Road,  Thames  Bank,  London ;  Michel 
Andrews,  fabricant  royal  du  linge  damasse  a  Ardoyne,  Bel&st,  Irlaode ; 
M.  Coulson,  fabricant  royal  k  Lisbnro,  Irlande;  W.  Webb,  chez 
MM.  Jacquier  et  C;  k  Spitalfields,  k  Londres ;  et  John  Dove,  4  Mape 
Street,  Bethnal  Green,  Spitalfields. 
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TooB  ces  memean  out  tu  fonedonneT  les  m^deis  de  PinTenlioo  de 
M.  C.  G.  Cilroy,  et  ila  ont  doniiA  k  FeiccelleDce  de  ces  m^den  leur  eniiere 
approbatioiL 

W.  W. 

I  hare  seen  the  looms  at  work  in  London  and  in  PSuis  and  luiTe  grot 
pleasore  in  giving  evidence  to  their  excellence. 

Hbhkt  Wood. 
19  April,  1841. 

We  have  seen  Mr.  Gilroy's  machines  working  both  silk  and  linen ;  and 
workmen  of  ours  have  superintended  them  here  and  in  France,  and  we 
can  speak  of  the  inventions  and  the  manner  in  which  they  work  in  the 
most  fiivourable  terms. 

L.  dc  £.  Wilson. 
Merchants  and  Silk  Manafacturers,  124  Wood  St  Cheapnde,  London 
March  11th,  1841. 

From  what  I  have  seen  of  Mr.  Gilroy's  former  inventions  in  machineiy 
for  weaving  figured  goods  by  power,  I  have  every  confidence  that  the  pres- 
ent one,  (alluding  to  Poole's  patent  of  May  12th,  1839,)  will  in  all  respects 
meet  the  wants  of  manufacturers  of  silk  and  woollen  textures,  such  as 
gros  de  Naples,  vesting  stuffi,  d&c. 

Michael  Andrews. 
Damask  Manufacturer,  Ardoyne,  Bel&st 
January  10th,  1841. 

Messrs.  Editors: 
A  patent  was  obtained  about  a  year  since  by  Mr.  C.  G.  Gilroy,  now  of 
New  York,  for  improvements  in  the  power  loom  for  weaving  figured 
goods  of  various  kinds,  either  of  silk,  wool,  linen  or  cotton,  which  looms 
are  now  in  successful  operation.  The  writer  has  seen  specimens  of  the 
work  executed  upon  them  from  each  of  these  materials,  some  of  them  in 
a  style  which  the  manufacturers  of  Lyons  would  not  be  ashamed  to  own, 
and  of  a  texture  differing  from  every  previous  manufacture.  Mr.  Gilroj 
has  spent  a  number  of  years  in  France,  England,  Belgium,  and  Prussia, 
in  which  countries  he  has  obtained  upwards  of  thirty  patents  for  various 
improvements  in  the  manufacture  of  textile  substances ;  and  he  has  in  his 
possession  the  highest  testimonials  from  the  first  manufacturers  of  France, 
and  from  others  eminent  in  judgment  and  station,  showing  the  estimation 
in  which  his  improvements  are  held  in  that  land  of  art  and  taste.  Mr.  G. 
has  recently  deposited  in  the  Patent  OfiUce  another  model,  exhibiting  vari- 
ous new  improvements  in  the  loom,  and  which  is  intended  for  the  weav- 
ing of  table<:loths,  shawls,  piano-forte-covers,  window  curtains,  and  other 
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furtiel68  of  a  similar  character.  By  the  action  of  this  loom  the  bosineM 
of  weaviog  will  be  much  &cilitated,  as  by  its  means  he  will  be  enabled  to 
work  at  the  rate  of  from  eighty  to  a  hundred  and  thirty  picks  per  minute, 
and  to  produce  perfect  goods  in  patterns  of  great  complexity. 

Thomas  P.  JoNsa 
Daily  National  hUeUigencer^  Washington,  D.  C,  April  6,  1843. 


Patent  Office,  March  10,  1842. 
Sir:— 
A  very  numerous  collection  of  specimens  of  your  silk  weaving  have 
been  received  for  exhibition  in  the  '<  National  Qallery  of  Manufactures 
and  Agriculture,"  also  a  sample  of  carpet  weaving.  Their  extreme  rich- 
ness and  brilliancy,  entitle  them  to  great  praise,  and  will  afford  me  much 
gratification  in  the  display. 

Respectfully  Yours, 

H.  L.  Ellsworth, 
Commissioner  of  Patents,  Washington. 
Mr.  C.  G.  Gilroy, 

New  York 


Monsieur, 
Je  suis  heureux  de  pouvoir  rendre  justice  ii  votre  udle  invention:  votre 
mftier  m^canique  ^  la  Jacquart  m'a  parru  marcher  avec  prteision,  simpli- 
city, et  sans  choc.     Autant  qu'il  m'est  possible  d'en  juger  je  crois  que  Tin- 
dustrie  pourra  tirer  un  bon  parti  de  son  application. 

JTai  Fhonneur  de  vous  saluer 
Votre  Serviteur, 

Lboentdl 
D€put6  du  8me  Arrondissement  de  Paris. 
Paris,  21  Mars,  1841. 

Vu  par  le  Afeire  du  Sme.  arrondissement,  pour  legalisation  de  la  Signa- 
ture de  M.  LegentU. 

Paris,  ce  22  Mars,  1841. 
Dboan. 


Wool  Mosaic  Cloth. — A  new  invention  has  recently  been  introduced 
into  London  from  Berlin,  and,  as  we  learn,  is  soon  to  be  introduced  into 
our  American  cities,  in  which  the  brilliancy  and  variety  of  colours  of 
Berlin  wool  are  blended  together  in  devices  of  surpassing  elegance  and 
richness.    The  nmnufeicture  has  all  the  appearance  of  painted  velvet, 
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Mritk  the  texture  and  lasting  qualitiee  of  a  woven  fabric  In  the  proeen 
of  maniifiicture  the  figures,  with  their  various  hues,  are  woven  in  a  thick 
piie  several  inches  long,  and  the  fiibric  is  then  divided  into  laminiB  and 
fixed  on  to  flexiUe  India  rubber  ground  work,  each  slice  of  the  pile  pro- 
ducing a  separate  picture  in  wool  Some  of  the  groups  of  flowers  pro- 
duced by  this  process  are  exquisitely  beautiful,  and  are  admivabiy  adapted 
for  the  decoration  of  palatial  drawing-rooms.  The  attempts  to  copy 
paintings  and  to  take  likenesses  are  comparative  fiulures,  but  for  orna- 
mental designs  the  mosaic  cloth  is  almost  unrivalled  in  beauty. — [Boston 
Transcript] 

The  mode  of  manu&cturing  this  texture  is  as  fbllows ; — Two  frames 
of  fine  wire,  or  perforated  zinc,  (some  with  even  4,000  perforations  in  an 
inch,)  are  placed  over  each  other  exactly  vertically,  the  distance  being 
only  regualted  by  the  height  of  the  room.  The  picture  to  be  copied  is 
then  traced  on  the  top  side  of  the  upper  frame,  which  being  completed, 
a  workman  passes  threads  of  dyed  wool  through  the  corresponding 
holes  in  the  top  and  bottom  frames,  of  course,  as  in  tapestry,  varying  his 
shades  and  colours  until  he  is  satisfied  with  the  efiect ;  this  he  can  judge 
of  by  looking  down  on  the  upper  ends  of  the  threads,  although  to  a  per- 
son looking  at  the  space  between  the  frames,  there  seems  only  a  confused 
and  compact  mass  of  worsted.  When  the  workman  is  satisfied,  the 
upper  ends  of  the  threads  are  covered  with  India  rubber  cement,  and 
a  cloth  is  hpd  upon  them  also  covered  with  cement ;  the  ends  of  the 
threads  firmly  adhere  to  this  cloth.  By  means  of  a  sharp  cutting  instru- 
mept,  the  entire  mass  of  threads  is  now  cut  through  transversely,  at  about 
one  eighth  of  an  inch  from  the  clptb,  and  this  process  being  repeated,  a 
fresh  copy  is  obtained  from  every  one  eighth  of  an  inch.  Supposing  the 
frames  to  be  five  feet  apart,  480  copies  can  be  cut,  and  as  there  is  no  limit 
to  the  distance,  except  in  the  height  of  the  apartment,  thousands  of  copies 
may  be  taken  of  eaoh.  Were  i^ia  not  the  case,  the  invention,  however 
ingenious,  would  be  too  expensive  to  be  purchased,  except  in  solitary  in- 
stances as  specimens  of  curious  art ;  but  from  the  facility  of  reproduction, 
this  fabric  ia  likely  to  come  into  general  use  for  carpets,  rugs,  curtains,  ta- 
ble and  chair  covers,  Ac ;  for  carpets  and  rugs  it  could  be  made  with  a 
longer  nap,  so  as  to  give  any  de^ee  of  substance. 


Digitized  by  VjOOQIC 


INDEX. 


PAOB. 

Abyssinia,  disco  veiy  of  looms  and  spinning  machinery  in,  by  Dr.  Lepshis, 

Mr.  Fellows,  and  others. 3 

Aholiab  and  Bezaleel,  specimen  of  lace  made  by, 44 

Alarm  loon, 34 

Alexis  Kersivenus,  letters,  from,  on  Arphaxad's  inventions^       .  34-65 

"  "  "        "      "  ancient  lace  manufactures,  .        .  296 

Angora  or  Cashmere  goats,  origin  and  progress  of  the  new  race  o^       .  270 

Arachne,  suicide  of, 39 

Arphaxad,  pension  granted  to, 33 

Arphaxad's  loom,  dangers  of  weaving  with, 35-65 

Arphaxad,  tribute  to  the  memory  of, 64 

Arphaxad's  vertical  air  loom,   . 20-34-65 

Arts  and  manufacturies,  evidence  on,  before  the  House  of  Commons^      .  485 
Arts  and  manufactures,  estaUishment  in  Russia  for  the  improvement 

of,    • 424-499 

Arts  and  manufactures  in  India,  state  of, 9-59 

Arybas,  Lemuel  P.,  of  Sidon,  inventor  of  the  nipper  or  jaw^empie,       32-410 

Babylonian  carpets  and  shawls, 49 

^'         pen-knife, 5 

Barrel  or  cylinder  loom, 182 

"  <<         <'      Gilroy's  improvemMls  on  the,    .  .191 

'^     organ,  strange  application  of  the,  . 27 

Basharaboo's  account  of  Joseph's  coat, 58 

Battle-field  scene,  pattera  of, 40 

Beaming,.  ..  . 73 

Berry^s  metallic  tisspe  loom,     .        .        .        . 449 

Bicrelow's  Marseilles  quilt  power  loom, 446-479 

Bobbin  winding  machines, .        .        .90 

Bottomley  and  Gilroy's  power  loom,       .....  .352 

Bowman's  power  loom, 401 

Brains,  preservation  of, 439-446 

Bronze  power  loom,  vertical, 5 

Brussels  carpet, 90-213-431 

Buchanan,  Alex.,  inventor  of  chenille,  compliment  to,      ...        .  259 

Burr's  power  loom, 361 

Btirt  and  Boyds' power  loom,  .        ...       •       .        *       .402 

Calderhead's  loom, .       . 203 

Card-cutting  plates, 209 
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Card-cQtting  or  poDching  machine, 512 

Carpeting; 210 

Carpet,  ingrain, 213490 

«      three-ply, 211 

CarpetB,  Egyptian,    .        .        .     ^ 50 

"      ruga,  dbc,  Templeton  and  Quighqr'a  improvementB  in,  .261 

Carpets,  rugs,  &c.,  Hemhall'a  improvements  in, 2^ 

Carpets,  rugs,  &c,  manufacture  d*,  by  cementing  a  imp  or  pile  on  plain 

cloth, 249^ 

Carpets,  rugs,  dbc,  Whytock's  improvements  in, 215 

**       and  velvets,  cutting  the  pile  o(  2U 

Cashmere  or  Angora  goats,  origin  and  progress  oi  the  new  race  oi^       .  270 

Cashmere  shawls, 26; 

*'         wool,  mills  for  spinning, 272 

Cast-iron,  coating  ot, 422 

Checker  or  damboard, 112 

Checks, 94 

CheniUe, 259 

Claims,  Arphaxad's,  28to33 

"       Bigelow's, 446479 

"       Giht>y's,  read  the  work, 

Clarke's  power  loom, 2S^ 

Cleopatra,  the  alluring  arts  of) 47 

Cloth  roller, 84 

Coach4ace, 14S 

Colouring,  harmonious, 176 

^        velvet  pile  carpet,  Whjrtock's  method  o(        .       .        .       .  2£ 

Comb  draw  loom, ISO 

Cordings,  daughts,  and .        .       .  102 

Counterpoise  harness, 161 

Craig  and  Cochran's  rotary  temple, 413 

Crofls'  lace  machinery, 278 

Crossing  the  shuttle, 90 

Cross  warps,  weaving  o( 124 

Cross  work  or  Egyptian  net, 45^ 

Cylinder  or  barrel  loom, 28-1& 

Damask,  the  manu&cture  o( 424 

«       tweels, l(»42r 

Damboard  or  checker, 113 

Decorations  of  Solomon's  Temple,  specimens  of  the,       .  .     64244 

Design  and  colouring, 1684;^ 

"      paper, 17&W 

«         «     calculation  table  oi;  GKlroys, 510 

^         ^     specimens  o( 511 

Designing  patterns, 17»417&488491 

Detached  shuttle-boxes, 394 

Diagonal  quilt, Hi 

Diamond  quilt, 1^ 
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Diaper,  dornic,  and, 112 

Dimity  cord, 112 

^      power  loom,  discovery  of  a, 5 

Discovery  of  looms  and  spinning  machinery  in  Abyninia,  by  Dr.  Lepeius, 

Mr.  Fellows,  and  others, 3 

Dohmme  and  Romagney's  Jacquard, 463 

Domic  and  diaper, 112 

Double  cloth  harness, 121 

«        «     tweelingof, 117 

«        «     weaving  of, 30-116 

Downing's  power  loom, 372 

Drawing  or  entering  the  web, 74 

"       ornamental,  instnicticNas  in, 172-495 

Draw  loom,  description  o( 143 

«       "      mounting  of  the, .        .  147 

Draughts  and  cordings,    . 102 

Dropped  nets, 142 

Egyptian  carpeting  on  the  Brussels  principle, 50 

^        lace  or  net-work, 297 

^        net  or  cross-work, 45 

«        shebctz, 46 

**        tapestry, 40-55 

Electrical  machine,  andent,  discovery  of, 299 

Embahning, 439-446 

Embroidered-work, 42 

Embroidering  in  China, 302 

''  <<  Senegal,  by  negresses, 304 

«  «  Turkey, 304 

"  machine,  Hielmann's, 306 

«  «  «  index  to 326 

Embroidery, 299 

Entering,  drawing  or,  the  web, 74 

Embalming  a  Genius,      ...  439-446 

Factory  girl,  song  to  the, 345 

Fairman's  power  loom, 374 

Fancy  weaving, 386 

Figured  weaving, 143 

"  «        by  power, 423 

Figuring  machinery,  ancient,  on  the  Jacquard  principle,  .  .  43 
Fiveleaftweelstripe.  broken  and  reversed, Ill 

«      «      «        «      regular  «        «  110 

Fletcher's  vertical  power  loom,  with  detached  shuttle-boxes,  .    394-480 

Fork  and  grid  stop-thread  motion,  Gibroy  and  BuUough's,       .        .        .  416 

"       "      "  "  "     known  to  the  ancients,        ...      5 

Four  leaftweel,  double  cloth, 121 

French  weavers,  taste  of,  ........  175-^600 

Full-hamess  power  loom,  Gilroy's, 454 
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Qauze, 125 

"       mountiDg i;K 

Ghelen'a  loom,  improvement  on, 24 

^  '*      infringement  on, 266 

"  "      vertical  mat 18 

Ghelen,  tribute  to  the  memory  of 20 

Gibson's  evidence  on  arts  and  manufactures  before  the  House  of  Commons,  494 

Gilroy  and  Bottomley's  power  loom, 332 

Gilroy's  full-harness  power  loom, 454 

"       improvements  on  Howard  and  Scatiergood's  loom,    .        .        .350 
^       loom  mountings  or  tie-ups,  Examples  1  to  10,     .        .        .        .552 

^       muslin  power  loom, 395 

^      patents,  infringements  on, 4S3 

"      presser-hamess  power  loom, 463 

^      varnish  for  headles, 409 

Glass  weaving, 458 

Gold,  cloth  of, 43 

Goos'  Jacquard, 4Sl 

Greece,  manufactures  of, 56 

Gros  de  Naples, 404 

GuiUotte's  evidence  on  arts  and  manufactures  before  the  House  of  Com- 
mons,      4S5 

Harmonious  colouring, 176 

Haraeas,  counterpoise, 161 

«       double  doth, 121 

^        draw  loom, 144 

''       full,  Gilroy's  power  loom, 454 

"       presser,  Gilroy's  power  loom, 46S 

^*       two-thread  or  split, 509 

Headle-making  machine, 407 

Headles, m 

"        improved, 405 

"        varnishes  for,  Montgomery  and  GKlroy's,  .        .        •        .409 

Heathcoate's  lace  machinery, 2^ 

Helen,  skill  of,  in  weaving, 54 

Hendrick's  power  loom, 36S 

-Henshali's  improvements  in  the  manufacture  of  carpets,  rugs,  &c.,  .  239 

Hielmann,  letter  from, 307 

Hielmann's  embroidering  machine, 305 

«  «  "        index  to, m 

Hornby  and  Kennjrworthy's  sizing  machine, 341 

Hose  pipes,  invention  of,  by  Ichao-he-he-hi-ho  Ouang,     .        .         .         .117 

Howard  and  Scattergood's  power  loom, 34S 

Howell's  evidence  on  arts  and  manufactures  before  the  House  of  Com- 
mons,      4^ 

Ichao-he-he-hi-ho  Ouang,  inventor  of  hose  pipes, 117 

Index  to  Hielmann's  embroidering  machine, 3S6 
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India,  state  of  arts  and  mamifactares  ID, 9-^9 

Ingrain  carpet, 213431 

IntrodactioD, 1 

Jacquard,  Dhomme  and  Romagney'a 463 

«        Goo8», 467 

"       J.  M.,  tribute  of  respect  to, 208 

"        machine,  43-192 

Jaw-temple, 32-410 

Jones  and  Mellowdew's  power  loom, 401 

Joseph's  coat, 58 

Junction  of  two  unequal  fabrics, 118 

Kersivenus,  Alexis,  of  Alexandria,  letters  from,onArphaxad'8  in vention8,34r65 
Kersivenus,  Alexis,  of  Alexandria,  letter  from,  on  specimen  of  ancient  lace,  296 
Kidnapping  of  tapestry  weavers 52 

Lace,  Alexis  Kersivenus'  specimens  of  ancient,        ....     46-297 

"     manufacture  of, 148-275 

^^     the  Pope's  specimen  of  ancient, 5-44 

Lashing  or  reading  patterns, 157-514 

Lay  and  reed, 84 

^'    jerking  the,  out  of  the  loom, 24 

Lepeius'  discoveries  in  Egypt, 3 

Letters  patent,  reflections  on, 37-330-371-385 

Loom,  Arphaxad's  vertical  air, 20-34-65 

'^      Berry's  metallic  tissue, 449 

'<      Calderhead's, 203 

^      comb  draw, 180 

"      cylinder  or  barrel, 182 

^      dimity  power, 5 

"      draw,  description  of, 143 

^        <<      mounting  the, 99 

«      Ghden's 18 

<      Gilroy's,  mountings  or  ti&Hips,  examples  1  to  10,  .  552 

Looms,  discoveries  of,  in  Egypt,  by  Dr.  Lepeius,  Mr.  Fellows,  and  others,      3 

"      for  tweeling,  mounting  ol, 99 

Loom,  power,  Bigelow's,  Marseilles  quilt, 446 

«         «       Bowman's 401 

"         "       Bronze  vertical, 5 

«         «       Burr's, 361 

<"         <<       Burt  and  Boyds', 402 

«         «       Clarke's, 395 

"         "        Downing's, 372 

"         ^       extraordinary  speed  of 464 

«         «       PWrman's, 374 

^         ^       Fletcher's  vertical,  with  detached  shuttle-boxes,       .    394480 

«         "       Gilroy  and  Bottomley's. 352 

«         <<       Gilroy's  fuU-hamess, 454 

«         «  «       muslin, 396 
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Loom,  power,  Gilroy's  prestei^ianiefliB, 465 

"  «        Hendrick'n, 360 

"  *<        Howard  and  Scattergood'a, 348 

"  "  "         "             "             Gilroy's  improvement*  on,     .  350 

<'  ^       Jones  and  Mellowdew's, 401 

«  «        Mellowdew'8, 384 

«  «       Potter's  (John), 401 

«  «  «       (W.A.), 364 

"  "        Ramaboiiom  and  Roll's 395 

«  «        Roberts', 401 

«  «        ShalJcross', 381 

"  «        Sharp,  Roberts  db  Co.'s, 346 

«  «        Stillman's, 370 

**  «        Stone's 356 

«  "        Tompkins  and  Gilroy's, 431 

«  «        WelcJi'g, 382 

«  »        Yates  and  Gilroy's  Marseilles  quUt 438 

Looms,  power,  reports  of  French,  and  other  manufacturers  on  Gilroy's,    553 

Machinery,  ancient  figuring,  on  tlie  Jacquard  principle,  .        .        .43 

Machinery,  discoveries  of|  in  Abyssinia,  by  Dr.  Lepsios  and  others,  3 

Machinery,  packing  of, 421 

Manufactures,  introduction  o^  into  Russia, 42^4-499 

Mantle  of  Shinar, 49 

Manufactures  and  arlR,  evidence  on  beibre  the  House  of  Commons,        .  4S5 

Manufactures,  of  Sonnr-ga,  and  Vicknum-pooru, 11 

Manufactures  of  Behar  and  Palna. 59 

"  of  Europe,  see  evidence  on, 485 

«  ofGreece, 56 

«  of  Palestine, 37 

Marseilles  quilt  power  loom,  Bigelow's, 446 

u  a        «         .1      Yates  and  Gikoy's, 438 

Mellowdew's  power  loom, 384 

Metallic  tissue  loom.  Berry's,    .  449 

Mosaic  Cloth, 24^-563 

Napor  pile,  cementing  of  a,  on  plain  cloth, 249 

Net  Egyptian,  or  cross-work, 45 

"    mail, 136 

"    patent  or  night-thought, 138 

"    princess  royal, 140 

«    spider, 195 

«    whip, 131 

Nets,  Vulcan's, 44 

Net-work  or  lace,  Egyptian, 297 

Nodville,  spinning  in, 15 

"       weaving  in, 15 

CFlanagan  and  KellyV  Jacquard, 46S 
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O' FarrcU,  Bricn  Dhu,  Poetry  of, 1^-24-345 

Oration,  Arphaxad's, 20 

Ornamental  drawing,  instructions  in, 172-495 

Packing  of  machinery, 421 

Palestine,  manufactures  of, 37 

Patent  net  or  nigh^thought, 138 

Patents,  Bigelow's, 446-479 

Patna  and  Behar,  manufactures  of) 59 

Patterns,  curious  mode  of  producing, 26 

«         designing, 179-478-488-491 

Pen-knife,  Babylonian,  ancient,        .        .  5 

Persian  carpets  and  shawls, 49 

<<      shuttle-boxes, 394 

Plain  and  tweeled  textures^ 387 

<<     or  tabby-backed  velvet, 122 

"     weaving, 69 

«         «         bypower, 345 

Pile,  cutting  the,  of  carpels  and  velvets, 214 

Plush  velvet, 123 

Pope  Alexander  VT^  his  account  of  the  origin  of  weaving  in  ancient 

times,  by  Ghelen,  .       .        .        .      • •       .    12 

Pope  Boniface's  ornamental  shirt, 196 

Pope's,  the,  specimen  of  lace, 5 

Potter's  (John)  power  loom, 401 

"  "      improvements  in  sizing.   .••••••  338 

«       (W.  A.)  power  loom,  . 364 

Power  loom.    See  loom,  power,       .        ••••••• 

Preservation  of  iron  from  rusty  ...••••       .422 

Presser-harness  power  loom,  Gilroy's,      ...••••  468 

Princess  royal  net, 140 

Punching  or  cutting  machine,  ...•••..  512 

duiil  and  shuttle, 84 

Ouilt,  diagonal, 119 

<<     diamond, 120 

'*  Marseilles,  Bigelow's  power  loom  for  weaving,  .  .  .  446-479 
*^  "  Yates  and  Gilroy's  power  loom  for  weaving,  .  .  438 
"     waved, 120 

Ramsbottom  and  HolPs  power  loom, 395 

Reading  or  lashing  patterns, 157-514 

Reed  and  lay, 82 

Reed-scale, 511 

Reflections  on  letters  patent, 37-330-371-385 

Reports  of  French,  and  other  manufacturers  on  Gilroy's  power  looms,   .  553 

Roberts'  power  loom, 401 

Rods, 79 

Rotary  temple,  Craig  and  Cochran's, 413 
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Rotary  temple,  Drapers, 412 

Rugs,  caipetB,  &c^  HeDahalFs  improTements  in, 239 

"         <*  "    manufacture  of,  by  cementiiig  a  oap  or  pile  on  plain 

cloth, 24W63 

Rust,  preservation  of  iron  from, 422 

Satin, 406 

"     Kiang-Nau,  mode  of  weaving, 30 

"     tweel, 109 

Saw-dusting,  explanation  of, 390 


Self-knowledge,  necessity  of, 370 

Seven  leaf  tweels, 107 

Shallcross'e  power  loom, 381 

Sharp,  Roberts  &,  Co.'s  power  loom, 346 

Shawls,  Persian, 49 

Shebetz,  Egyptian, 46 

Shinar,  mantle  of, 49 

Shining  taffeta, 404 

Shirt,  Pope  Boniface's  omameitiiil, 196 

Shuttle  and  quill, 84 

^^      curious  contrivance  in  the 23 

Shuttles,  odd  method  of  working, .25 

"        self-changing,  magic, 22-32 

Silk  manufacture  in  China, 8 

^^    textures,  weaving  of, 403 

Simple  jean  velvet  cord, 123 

Six  leaf  tweels, 107 

Sizing, 85 

"      by  power,  improvements  in, 338 

^'        "       ^      Hornby  and  Kennyworthy's  improvements  in,    .        .341 
Skene's  evidence  on  arts  and  manufactures  before  the  House  of  Com- 
mons,     495 

Sketching,  and  drawing  of  Patems,         .  ...      16S-2294a5 

Solomon's  political  sagacity, 38 

Solomon's  temple,  decorations  olj 5 

Spider  and  mail  nets, 136 

Spider  net, 137 

Spinning  in  Nodville, .        .15 

"        machinery,  discoveries  of,  in  Egypt,  by  Dr.  Lepsini,  and  others^     3 

^<         machine,  with  256  spindles, 5 

Split  or  two-thread  harness,  principle  of, 509 

Spooling  or  winding, 69 

"        warping  and  sizing,  by  power, 330 

Stillman's  power  loom,     ....•••••.  379 

Stone's  power  loom, •       •        •        .  356 

Stop-thread  motion,  fork  and  grid,   •••••••       5-416 

Striking  up  the  wefl, 90 
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Striped  webs,  warping  o^        .       .       •       •  .       •       •       •  95 

Stripes, 94 

Suicide  of  Arachne, 39 

Syracusan  ladies,  unbridled  tongues  of 55 

Tabby-backed  or  plain  velvet, 122 

Taffeta,  shining, 404 

Taffetas,  404 

Tapestry, 263 

"        Gobelins,  frame  for  weaving,  description  of,     .        .        .        .  206 

"       splendid,  Theocritus^  description, 55 

«       weavers,  kidnapping  of;    ..•••••.    52 

<*  <<        peculiar  sensibility  of, 267 

Tappet-wheel,  invention  of) 29 

Teague  Ghelen,  the  harpist, 18 

Temple,  jaw  or  nipper,     .        .       , 410 

«       rotary,  Craig  and  Cochran's, 413 

"  "      Draper's, 412 

Temples, 83^10 

'^        jaw  or  nipper,  used  wholesale, 24 

Templeton  and  Qjuiglay's  improvements  in  carpets,  rugs,  d^c,        .       .  261 

Thick  silk  cloth, 405 

Three-ply  carpet, 211 

Tie-ups  or  loom  mountings,  Gilroy's,  examples  1  to  10,  .        .        .  552 

Tompkins  and  Gilroy's  power  loom, 430 

Traveller,  scientific, 7 

Treading, 88 

Treadles,  arrangement  of, 103 

Tribute  to  Arphaxad's  memory, 64 

"       ^'  Ghelen's  memory, 20 

Tweel,  four  leaf,  double  cloth, 121 

«       three  «        «         « 121 

Tweeled  and  plain  textures, 387 

"      stripes, \       .       .109 

«  «      five  leaf  regular  and  reversed, 110 

«  «        «      «    broken  and  reversed, Ill 

Tweeling, 96 

^        mounting  of  looms  for, 99 

"        turned  or  reversed, Ill 

«        of  double  cloth, 117 

Tweels,  damask, 108-427 

'«       satin,  109 

"       seven  leaf,  ,107 

«       six  leaf, 107' 

Two-thread  or  split  harness,  principle  of  the, 509 

Turkey  carpet, 215 

Tyrian  manufactures, 53 

Unequal  fabrics,  junction  of  two,      •       •  .       .       ;       .       .  118 
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Vamishes  for  headlea^  Montgomery  and  Gilroy's 409 

Velvet,  plain  or  tabby-backed,  .        • 122 

"      pluah, 123 

'^      cord,  Bimple  jean, 123 

"      pile  carpet,  Whytock's, 215 

"       ''       ><  <"         method  of  colouring,       .       .       •      .  232 

Velveti, 122 

<<       cutting  the  pile  of, 2U 

"      expeditious  mode  of  manufacturing, 214 

Vertical  air  loom,  Arphazad's, 20-34-65 

"       power  loom,  bronze,  5 

<"  <<       "<      Fletcher's,  with  detached  ■hntde^ZM,         •   394-480 

Vulcan's  nets, .  ...    44 

WallottyTrot,ofNodville,theipinner, 15 

Warping, 69 

"        machine, 332 

^        of  striped  webs,  dbe., 95 

Waved  quilt, 120 

Weaving, 87 

<<         operation  of, T2r96 

Well  calculation  tables,  dbc, •       .  516 

Welch's  power  loom,        .        •       • 382 

Whip  net, 131 

Whytock's  velvet  pfle  carpet,  description  oS,    • 215 

«  u       u       u     '  method  of  colouring.         .       .       .       .  233 

Wiles,  Woman's, 454748^7 

Wilton  carpet, 214 

Winding  machines,  bobbin, 90 

*^       or  spooling,        .        .       •        .        • 69 

Wire-drawing,  by  Zurishaddai,  of  SidoD, 44 

Wool  of  the  wilderness, 52 

Yam  of  extraordinary  fineness, 296 

Yates  and  Gilroy's  Marseilles  quflt  power  loom, 43S 

Zannkul  K.  Euzen,  king  of  Nodville,  selfishnen  of,                                .15 
Zurishaddai,  the  wire-drawer,  of  Sidon, 44 
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The  Author  would  here  confess,  that  he  has  derived  considerable  infor- 
mation, relative  to  the  state  of  weaving  in  ancient  times,  from  that  profound 
antiquarian,  W.  Cooke  Taylor,  L.  L.  D.,  of  Trinity  College,  Dublin.  He 
would  also  express  in  this  place,  his  warmest  acknowledgments  to  those  la- 
dies and  gentlemen  who  have  so  liberally  contributed  towards  defraying  the 
heavy  expenses  attending  the  publication  of  this  Work ;  and,  in  justice  to 
such  as  have  come  forward  with  handsome  donations,  we  subjoin  a  list  of 
their  names. 


M.  Frederick  William  R.  LepeiiiB, 

Alexander  Fitzwalter,  Esq., 

Henry  Estuteviile  Carew,  Em{., 

Hugh  Granger  Gordon,  Esq., 

Mr.  Richard  D.  Roberts, 

Mr.  Emanuel  James  Russell, 

Charles  K.  Blount,  Esq., 

Thomas  Clifford  Bellew,  Esq., 

Ichabod  Hook,  Esq.,  M.  A.  &  F.  A  S., 

E.  B.  HomUower,  Esq., 

Hamilton  S.  Fitzclarence,  Esq., 

John  Coulson,  Esq., 

Mr.  Charles  J.  E.  Stewart, 

Lionel  Skyfaigen,  Esq., 

Miss  Lncretia  O'Connell, 

<*  Rachel  Fitzgerald, 

**  Rose  Cunningham, 

"  Grace  Herbert, 

**  Mary  Hamilton, 

«  Elizabeth  Rutherfoid, 

"  Matilda  Lovelace, 

*  Christianna  Witherspoon, 

"  Phebeanna  Tankervillc, 

"  Jane  Sinclair, 

"  Euphemia  Ballantyne, 

"  Penelope  Evergreen, 

"  Isabella  Crawford, 

«<  Sarah  Appleton, 

«  Esther  Whistler, 


Amasis  Osirtasen,  Priv.  Sec.  to  Mehemet 

Henry  James  Gray,  Esq.,  [Aii, 

M.  Eugene  Gijjot, 

William  P.  Hatherton,  Esq., 

George  Cuthbert  Harcourt,  Esq., 

Mr.  Peter  Luckless, 

Bolivar  Fitzroy,  Esq., 

Mr.  Edward  P.  Blair, 

Mr.  Vincent  Lawrence, 

Michael  Andrews,  Esq., 

John  C.  D.  Trivet,  Esq., 

Alexis  Kersivenos,  Esq.,  H.  P.  &  C.  E., 

Warfyde  Famcopvf  Shinimigin,  J.  P., 

Diogenes  T.  Flint,  F.  A.  S., 

Miss  Catherine  Elrskine, 

*<  Theresa  Clinton, 

**  Lucinda  Longchampe, 

**  Angeline  Cbanning, 

**  Emma  Cook  Mainwairing, 

**  Willielraine  Montgomery, 

"  Chariotte  Adair, 

"  Josephine  Berresford, 

"  Evelyne  Travers  Enomet, 

"  Lynx  I.  Starzenski, 

"  Louisa  Clarendon, 

**  Algora  Freemantle, 

**  Delight  Bliss  Peabody, 

'*  Cleopatra  Kersivenus, 

■'  Ruth  Harkaway. 


THE    END. 
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